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PREFACE  TO  VOLUME  II. 

This  work  was  originally  planned  for  one  volume.  Its  size,  however,  makes 
it  more  desirable  to  publish  it  in  two.  Since  these  will  appear  simultaneously 
it  has  not  been  considered  necessary  to  repeat  in  the  second  volume  all  the 
material  which  appears  at  the  beginning  of  the  first,  with  the  exception  of  the 
*Key  to  Mill  Numbers"  to  which  the  reader  may  need  to  refer  constantly. 
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TABLE  I. 

KET  TO  MILL  NUHBEB8 


MiU 
No. 

Name. 

Location. 

Economic  Minerals. 

Gangue. 

Capacity 
Hours.  Tons. 

I 

Geneaee-Vanderbilt 
Mining  Company. 

Guston, 
Colorado. 

Gold  and  silver  bearing  py-  Quarts,  porphy- 
rite.   galena,   blende  and   a  ry,    bante    and 
tittle  polybasite.                       clay- 

s 

Granby  Hand  Jig. 

Ss:^. 

Blende,  calamine  and  galena 
in  coarse  crystallisation. 

Quarts,  flint, 
calcite  and  dol- 
omite. 

8(a) 

3. 

Hell  upon  Earth. 

Klri. 

Blende  and  galena  in  coarsej  Liihestone 
crystallisation.                       |  and  flint.    ' 

so  (b) 

4. 

Henuingcr  s 
Limonite  Washer. 

Trexler  Town, 

Limonite 

5. 

Limonite  Washer. 

Longdale. 
Virginia. 

structure.                                  with   sandstone 
and  pebbles. 

800 

6. 

a^ 

Phosphate. 

Saikt 

7. 

i>uid  Pebble  Phos- 
phate Company. 

Petble. 
Florida. 

Phosphikte. 

Hard  blue  clay. 

8. 

Dunnellon  Phn«q>bate 
Company.  . 

Dunellon, 
Florida. 

Phosphate. 

Sand,  clay,  etc. 

400(c) 

9. 

Henry  Paust. 

Galena,  Kansas. 

id) 

(d) 

60-100  (c) 

10. 

I  Know  Mining 
Company. 

i&H. 

Blende  and  galena. 

Ftintand 
timestone. 

loo-iao  (c) 

II. 

Alma  Emmons 
Sludge  Mill. 

Galena, 
Kansas. 

Unfinished  blende  ore. 

I^tint     and 
timestone.  . 

60(c) 

I  a. 

Priedensville 
Zinc  Company. 

Priedensville, 
Pennsylvania. 

Blende. 

Limestone, 
quarts. 

tac-135  (c) 

13. 

Bustis  Mining 
Company.) 

Eustis,  P.  Om 
Canada. 

Pyrite.  chalcopyrite,  arseno- 
pyrite,  enargite. 

Quarts  and 
mica  schist. 

(•) 

M. 

Nichols  Ciiemical 
Company. 

Capelton.  P.  Q., 
Canada. 

arsenopyrite. 

Quarts  and 
mica  schist. 

Variable. 

15. 

Zinc  Company. 

i&ri. 

Blende. 

Ftint. 

34(0 

16. 

and 

17. 

Granby  Mining  and 
Smelting  Company. 

Granby, 
Missouri. 

Blende,  calamine,  smithson- 
ite.  galena,  cemisite,  pyro- 
morphite    and  other  oxida- 
tion products. 

Flint  aijd* ' 
Quarts;  some  . 
dolomite   and' 
calcite. 

00(0 

18. 

Minnie  and  A.  Y.. 
MiU. 

Leadville. 
Colorado. 

pyrite.  blende. 

Quarts. 

«s.... 

19. 

Moyer  Mill. 

Leadville, 
Colorado 

Aigentiferous  galena, 
pyrite,  blende. 

QuarU. 

900 

90. 

Old  Jordan  and 
Galena  Mining 
Company. 

Bingham, 
Utah. 

1  Classl. ;  pyrite.                  ) 
•  Class  II. ;  pyrite.  gaiety,    . 
1  and  blende.                        ) 

Quarts,  and 
decomposed 
porphyry. 

17s 

at. 

Silver  Age  Mill. 

Idaho  Springs. 
Colorado. 

Pyrite,  galena,  gray  copper, 
chalcopyrite     and     bleadej 
carrjring  gold  and  silver. 

Quarts  and 
feldspar. 

■  1  •  • 

40-SO 

92. 

Central  Lead 
Company. 

Flat  River.  St. 
Francois  County, 
Missouri. 

Galena,  a  tittle  pyrite. 

175 

VI 


EET  TO  MILL  NUMBERS. 


^. 

Name. 

Location. 

Bcoaomic  Minerals. 

Gangue. 

Capacity 

per  M 

Hours.  Tona 

«3. 

Plat  River  Lead 
Company. 

put  River. 
Missouri. 

Galena,  a  Uttle  pyrite. 

Dolomite. 

100 

94 

BlineUMotte. 

MineUMotte. 
liiasouri. 

Galena,  a  little  pyrite. 

Limestone  with 

100(f) 

as. 

St.  JoMph  Lead 
Company. 

Bonne  Terre, 
Missouri. 

Galena,  a  Uttle  pyrite. 

Dolomite. 

900 

a6. 

Bullion  Beck  and 
Champion  ICinisig 
Company. 

Eureka.  Utah. 

Galena,  cerrusite,  malachite 
asurite,  silver  (as  sulphide 
chloride,  arsenite  and  arse- 
niate).    gold,    arsenite    and 
arseniate  of  copper. 

iunestcme. 

aoo 

«7. 

Revenue  Tunnel 
Mines  Company. 

Mt^fBes. 
Colonklo. 

Afgentifefous  galena,  tetra- 
hedrite.      pyrite       blende, 
chalcopyrite. 

V^iarts  and 
porphyry. 

ISO 

a8. 

Company. 

Aspen,  Cokxado. 

Native  silver.  aigentiferouA 
galena,  pyrite.  argentiferoui 
barite.  btoide    and    smith- 
sonite. 

and  quarts. 

100  (tf) 

ap. 

UteandUUyMiU. 

Lakeaty. 
Cokxado. 

Pyrite,  blende,  chalcopyrite, 
tetrahedrite.    and    argentif- 
erous galena. 

Quarts. 

350 

JO. 

BunkM-  HiU  and  SulU- 
van  Miniiw  and  Con- 
centratinffCompany. 

KeUogg.  Idaho. 

Argentiferous  galena,  pyrite. 

Quattsiteand 

S30 

31. 

Gem  ICiU  of  the  BfU. 
waukee  Mininff  Compa- 
ny. 

Gem.  Idaho. 

Argentiferous  galena  and 
blende. 

Quarts. 

soo 

3a. 

Helena  and  Priaco 
Mining  Company. 

Gem,  Idaho. 

C\.  Cerrusite  and  pyromor- 
•j  II.  Argentiferous  galena, 

nvnte  chAlfytnvrifA  A.n(1 

I.  Quarts  and") 
iron  oidde. 
n.  Quarts. 

600 

33. 

Last  Chance  MilL 

Wardner.  Idaho. 

Quarts. 

75 

34. 

Morning  Mining 
Company. 

MuUan.  Idaho. 

Argentiferous  galena,  pyriti 
and  blende. 

Sidentewitn 
some  quarts. 

300 

35. 

Union  MiU  of  the 
SUndard  Mining 
Company. 

WaUaoe.  Idaho. 

Argentiferous  galena,  pyrite 

Slate  and 
quarts. 

S50-300 

36. 

Stem  Winder  MilL 

Kellogg.  Idaho. 

Argentiferous  galena. 

Quarts. 

75 

37. 

Buffalo  Hump  Mtmni 
Company.    Tkger    and 
POorman  Branch. 

Burke.  Idaho. 

blende. 

Quarts. 

SSO 

38. 

Boston  and  Montana 
Consolidated  Copper 
and  Silver  Mining 
Company. 

Great  Palls. 
Montana. 

Chalcopvrite,  pyrite,    enar- 
gite,  and  bomite. 

Quartsand 
decomposed 
feldspar. 

(O 

39' 

Butte  and  Boston 
Mining  Company. 

Butte.  Montana. 

Bomite.  chalcopyrite.  enar- 
gite.    pyrite.    blende    with 

Quartsand 
decomposed 
feldspar. 

soo 

40. 

Colorado  Smelting  and 
Mining  Company. 

Butte.  Montana. 

Pyrite,  blende,  bomite,  enar- 
gite.  chalcopyrite.  chaloocite, 
tetrahedrite  and  tennantite. 

Quarts,  decom- 
posed granite, 
and  barite. 

(*) 

41- 

Parrot  Silver  and  Cop- 
per Mining  Company . 

Chalcodte.  bomite.   chaloo- 
pyrite,  enargite  and  blende. 

Quarts  and  de- 
composed   feld- 
spar. 

300-350 

4a- 

Anaconda  Copper 
Blining  Company. 

Cant^. 
Montana. 

Chalcocite.  chalcopyrite, 
pyrite.  enargite.  blende. 

Quarts  and  de- 
composed feld- 
upar. 

asoo-aroo 

KBT  TO  MILL  NUMBBBa. 
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Mill 
No. 

Name. 

Location. 

Bconomic  Miaenlt. 

OaagtfB. 

Capacity 
Hours.  Tom. 

4J. 

Butte  Rediictioo 
Worku, 

Butte, 
Montana. 

rite,  pyritc^  blende.          ^^ 

Ounrtsittd 
decomposed 
feldspar. 

«!• 

44. 

Calumet  and  Hecia 
Minting  Company. 

Calumet, 
Michigan. 

Native  copper, 
native  sUver. 

RhyoUte  con- 
glomerate 
withcakate. 
epidoteaad 
martits. 

•640(f) 

45. 

PrankKnMiniiiff 
Company. 

SSSS^ 

Native  copper, 
native  silver. 

Soft 
au^daWd 

4SO 

46. 

OKaola  Consolidated 
Mining  Company. 

xxoughton 

County. 

Michigan. 

Native  copper. 

Amygdaloid. 

pr£nite, 
magnetite. 

is6o 

47. 

Quincy  Mining 
Company. 

Hancock 
Michigan. 

Native  copper. 

1700—1900 

48. 

Tamanw:k  Mining 
Company. 

Houghton  County 

Same  as  MiU  44. 

Same  as 
lfiU44. 

1500 

49. 

New  Smuggler 
Concentrator. 

C^^o. 

SameasMUlaS. 

gr.8- 

IS5 

Sc 

ABartlettlfill. 

Arisona. 

Galena,  chalcopyrite.  blende. 

Hornblende 
andquarU. 

•o(*) 

SI. 

(i) 

Yreka. 
California. 

Native  gold. 

Gravel. 

(••) 

Sa. 

KiaOraGoldDndging 
Company. 

Oroville. 
California. 

Native  gold. 

Gravel. 

(«) 

S3. 

Hector  Mining 
Company. 

TeUuride, 
Colorado. 

Pyritc,   chalcopyrite.   tetrahe- 
rite,  galena  snd  free  gold. 

White  and 
blur  quarts. 

90 

54. 

Horniilver  Mining 
Company. 

Frisco,  Utah. 

Native  silver,  ai^grentite,  cenug- 
yrite.  and  cemisite. 

Quarts,  cal- 
cite  and 
siderite. 

100 

55- 

Pandora  MiU  of 
Smuggler-Union 
Mining  Company. 

TeUuride. 
Colorado. 

Pyrite.    chalcopyrite,    galena, 
sphalerite,  several  arseniad  sil- 
vw  minerals.  occasiooaUy  na- 
tive gold  and  silver. 

Quarts,    rho. 
docrosite,  cal- 
cite    and 
barite. 

130  {0) 

S6. 

Franklin  Blining 
Company. 

PlacerviUe, 

Native  gold. 

Conglomer- 
ate, with 
black  sand. 

60 

57. 

North  Star  Mining 
Company. 

Grass  VaUey. 
California. 

Quarts. 

64 

58. 

Maryland  Mining 
Company. 

Grass  Valley. 
CaUfomia. 

Free  gold,  auriferous  pyrites. 

Quarts  and 

80 

59. 

Empire  MiU. 

Grass  VaUey. 
California. 

Native  gold,  auriferous  pyrites. 

Quarts  and 

60 

60. 

W.Y.O.D.  Mill 

Grass  Valley, 
California. 

Native  gold,  auriferous  pyrites. 

Quarts  and 

slate. 

34 

6x. 

Taylor  Mine  of  Idle- 
wiM  Gold  Mining 
Company. 

Greenwood. 
California. 

Native  goM.  auriferous  pyrites. 

Quarto  and 
slate. 

ii5~i*8 

6a. 

Grand  Victory 
Mining  Company. 

PlacerviUe. 
California. 

Native  gold,  auriferous  pyrites. 

QuarUaad 
trap-like 

loo-iso 

63. 

Bay  Sute  Mining 
Company. 

Cosumnes  River, 
California. 

Native  gold  and  auriferous 
pyrite. 

ar-'' 

so 

64. 

WildmanGold 
Mining  Company. 

Sutter  Creek, 
CaUfomia. 

Native  gold  and  auriferoos 
pyrite. 

quarts  in 
slate. 

93  (^) 

Vlll 
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Mill 
No. 

Name. 

Location. 

Economic  Minerals. 

Gftngue. 

Capadty 

per  24 
Hours.  Tons. 

65. 

Madison  MiU  of  the 
Utica  Company. 

Angel's  Camp, 
Calaveras  County, 
California. 

Native  gold  and  auriferous 
iPyrite. 

Soft  slate 
with  quarts. 

135  («) 

66. 

Homestake  Mining 
Company. 

Lead  City. 
South  Dakota. 

Native  gold  and  auriferous 
pyrite  and  arsenopyrite. 

Quarts  in 
mica  schist. 

400 

67. 

West  Wavetly  Gold 
Mining  Company, 
Limited. 

Waverly, 
Nova  Scotia. 

Native  gold  and  arsenopyrite, 
galena,  pyrite,  chalcopynte, 
sphalerite. 

Quartz. 

50-65 

68. 

Montana  Mining 
Company,  Limited. 

MarysviUc, 
Montana. 

Native  gold,  tetrahedrite,  py- 
rite, chalcopyrite,  blende,  gale- 
na, arsenical  polybasite,  axgen- 
tite. 

Quarto. 

slate. 

granite, 

caldte. 

manganese 

oxide. 

105 

69. 

and  Mining  Company. 

GibbonsviUe, 
Idaho. 

Auriferous  pyrites,  argentifer- 
ous chalcopyrite. 

Slate,  quarto, 

caldte, 

hematite. 

97-xia 

70. 

Newton  Gold  Mill. 

Idaho  Springs, 
Colorado. 

Auriferous  pyrites  and  native 
gold. 

Quarto 

71. 

Kennedy  Mining  and 
Milling  Company. 

Jackson,  Amador 
County,  Cali- 
fornia. 

Native  gold  and  auriferous 
pyrites. 

Quarto  and 
slate. 

96  (r) 

a. 

Keystone  Consolidated 
Mining  Company. 

Amador  City, 
California. 

Native  gold  and  auriferous 
pyrite. 

Quarto  in 
slate,  or 
quarto. 

lao 

73. 

Utica  MiU  of  the 
Utica  Company. 

Angel's  Camp, 
C^ilaveras  County, 

Native  gold  and  auriferous 
pyrites. 

Quartz  in 

slate 

a  10  is) 

74. 

Stickles  MUl  of  the 
Utica  Company. 

Angel's  Camp, 
California. 

(0 

(0 

aio 

75. 

Zeile  Mining  Company. 

Jackson.  Amador 

County, 

California. 

Native  gold  and  auriferous 
pyrites. 

Quarto,  with 
slate  and  tal- 
cose  slate. 

ISO 

76. 

Gentle  Annie  Mill. 

Placerville. 
California. 

Native  gold  and  auriferous 
pyrites. 

Quartz  in 
slate. 

x5-as 

77- 

Hidden  Treasure  Mill. 

Black  Hawk, 
Gilpin  County, 
Colorado. 

Gold  and  silver-bearing  miner- 
als      (p3^te,       chalcopyrite, 
blende,  tetrahedrite,  arsenopy- 
rite. galena;) 

Quarto  and 
feldspathic 
material,  cal- 
dte, siderite. 

8S 

78. 

Gates  Canvas  Plant  of 
Kennedy  Mining  and 
Milhng  Company. 

Jackson, 
Amador  County, 
California. 

(«) 

(«) 

zoo 

79. 

Keystone  Consolidated 
Mining-  Company. 

Amador  City, 
California. 

(tr) 

(V) 

119 

80. 

Utica-Stickles 
Canvas  Plant. 

Angel's  Camp, 
Calaveras  County, 
California. 

M 

(») 

410 

81. 

Stephen  Lavagnino's 
Arrastras. 

Angel's  Camp, 
CaSfomia. 

(*) 

(*) 

18-20 

8a. 

Montana  Mining 
Company,  Limited. 

Marysville. 
Montana. 

Like  Mill  68. 

Like  Mill  68. 

no 

83. 

Eureka  Hill 

Eureka,  Tintic 
District,  Utah. 

Native  silver,  cerargyrite,  gale- 
na, cerrusite.  anglesite.  mala- 
chite, azurite,  chrysocolla,  ar- 
senite  and  arscniate  of  copper. 

Quartz,     cal- 
dte.    siderite 
and  rhodo- 
crosite. 

lao 

84. 

Mammoth  Mining 
Company. 

Mammoth.  Tintic 
District,  Utah. 

Native  silver,  cerargyrite,  ar- 
gentiferous barite.   malachite, 
arsenite  and  arseniate  of  cop- 
per. 

Quarto  and 
caldte. 

xoo 

8S. 

Newton  Jigging  Mill. 

Idaho  Springs, 
Colorado. 

Like  Mill  70. 

Like  Mill  70. 
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No. 

Name. 

Location. 

Economic  Minerals. 

Gangue. 

Capacity 

per  34 

Hours.  Tons. 

86. 

Rocky  Mountain  Mill. 

Biack  Hawk,  Gil- 
pin  County, 
Colorado. 

Gold  and  silver  bearing  pyrite, 
chalcopyrite,  blende,  and 
galena. 

Quarts  and 
granite. 

75 

«7 

North   Star  on  Sultan 
Mill.  SUverton  Mining 
Company. 

Silverton, 
Colorado. 

Native  gold,  pyrite,  chalcopy- 
rite. galena,  tetrahedrite.  bor- 
nite,  stibnite. 

Quarts,  cal- 
cite, rhodo- 
chrosite  and 
barite. 

las 

88. 

Victoria  Mill. 

Silverton, 
Colorado. 

Galena,     chalcopyrite.    pyrite 
and  tetrahedrite. 

Quartz  and 
"porphyry" 
(quartz 
andesite). 

75 

«9. 

Hartzell  Concentrating 
Company. 

Alburtis. 
Pennsylvania. 

Magnetite. 

Siliceous 
with  no 
phosphorus 
or  sulphur. 

"5  (C) 

90. 

New  Jersey  Iron 
Mining  Company. 

Port  Oram. 
New  Jersey. 

Magnetite. 

Quartz  with 
some  apatite. 

91 

Edison  Magnetic  Con- 
centrating Plant,  New 
Jersey    and    Pennsyl- 
vania Concentrating 
Company. 

kdison. 
New  Jersey. 

Magnetite. 

Feldspar 
withalitUe 
quartz  and 
aparite. 

4000  (y) 

9«. 

WetheriU  Magnetic 
Concentrating  Plant. 
Sterling  Iron  and  Zinc 
Company. 

E^ranklin  Pumace, 
New  JcTBcy. 

Pranklinite,  willemitc,  fowler- 
ite.  sincite.  tephroite. 

Quartz, 
calcite, 
garnet, 

mica, 
graphite. 

soo(s) 

93- 

Wythe  Lead  and  Zinc    'Austinville, 
Mine  Company.              |Vinfinia. 

Limonite.  smithsonite,  wille- 
mite.  cerrusite. 

Dolomite 
and  quartz. 

80(0 

94' 

Leadville  Gold  and         Leadville. 
Silver  Extraction            Colorado. 
Company.                        | 

Native  gold  and  cerrusite. 

Graypor- 

75 

(a)  Probably  in  10  hours,  (h)  In  9  hours,  (c)  In  zo  hotm.  (d)  Similar  to,  but  richer  than  in  Mill  10. 
<#)  Rock  house,  60  tons  in  10  hotirs;  mill,  50  tons  in  10  hours.  (J)  In  a  a  hours,  (g)  Capacity  of  each  roll 
section,  300  tons  in  94  hours ;  of  steam  stamp  section,  950  tons  in  24  hotirs.  (A)  a  75  to  300  tons  per  14  hours 
for  the  section  treating  ore  from  the  company  mine,  and  i  ac  to  1 50  for  the  section  treating  custom  ores.  (*)  For 
each  of  the  two  mills,  (k)  In  11  hours.  (/)  A  gold  dredging  plant,  (m)  Theoretical,  a, 000  cubic  yards  in 
34  hours;  actual  z,6oo  or  less,  (n)  Theoretical,  a.500  cubic  yards  per  24  hours;  average,  less  than  half  this 
amount,  (o)  Since  increased  to  aoo.  (p)  Since  enlarged  to  145  tons,  (q)  Since  changed  to  about  aoo  tons, 
(r)  S^Dce  enlarged  to  about  135  tons.  (5)  Since  changed  to  300  tons.  (0  Similar  to  Mill  73.  («)  The  mill 
treats  the  tailings  of  Mill  71.  (v)  The  mill  treats  the  tailings  of  Mill  72.  M  The  mill  treats  the  tailings  of 
Mills  73  and  74.  (x)  Material  is  tailings  from  Mill  80.  (y)  In  ao  hours,  (s)  A  second  mill  erected  by  this 
company  has  a  capacity  of  i  ,400  tons  in  ao  hours. 


PART  II. 

Continued  from  Vol.  I. 

SEPARATING,  CONCENTRATING  OR  WASHING. 


CHAPTER  XVI. 

FINE  SAND  AND  SLIME  CONCENTBATOBS. 

§  479.  Concentrators  for  fine  sands  and  slimes  may  be  classified  according  to 
the  xollowing  principles  of  action : 

A.  Vanners  use  mechanical  agitation  on  a  shaking  surface  to  separate  the  pulp 
into  layers^  with  the  specifically  heavier  minerals  beneath  the  lighter;  accom- 
panied by  the  dragging  action  of  a  belt,  to  take  off  the  heavy  minerals  at  one 
end,  and  the  current  of  surface  water  to  remove  the  light  minerals  at  the  other 
end. 

B.  Bumping  and  jerking  tables  use  mechanical  agitation  on  a  jerking  surface, 
to  separate  the  pulp  into  layers  with  the  heavy  minerals  below  the  light;  while 
the  jerking  action  conveys  the  heavy  minerals  to  one  end  or  side  of  the  table, 
and  the  current  of  surface  water  conveys  the  light  minerals  to  another  end  or 
side. 

C.  FUm-sizing  tables  use  the  relative  transporting  power  of  a  film  of  water, 
flowing  on  a  quiet  inclined  surface,  to  act  upon  a  sorted  product.  The  smaller 
grains,  of  higher  specific  gravity,  are  moved  down  the  slope  slowly  or  not  at 
all,  since  they  are  in  the  lower  slow  current;  while  the  larger  grains,  of  lower 
specific  gravity,  are  moved  rapidly  down  the  slope,  since  they  project  up  into  the 
upper  rapid  current.    This  action  separates  the  waste  from  the  values. 

D.  Riffles  utilize  the  agitation  of  a  water  current  fiowing  over  their  uneven 
surface,  and  have  catch  pockets  for  holding  the  heavier  particles. 

E.  Kieves  use  mechanical  agitation  in  a  deep  mass  of  thick  pulp,  to  separate 
the  particles  of  higher  specific  gravity  from  those  of  lower. 

In  concentrators  of  almost  all  descriptions  the  depth  of  the  bed  used  seems  to 
be  of  great  importance.  If  too  thick  the  work  may  be  paralyzed,  if  too  thin  the 
capacity  may  be  cut  down.  The  thickness  of  the  bed  may  be  defined  by  the 
number  of  grains  of  maximum  diameter,  one  above  another,  that  would  be  equal 
to  the  thickness  of  the  bed.  On  this  basis  a  bed  is  spoken  of  as  so  many  grains 
thick  or  deep.  The  above  mentioned  classes  of  sand  and  slime  concentrators 
may  be  rated  as  follows:  On  vanners  the  bed  may  be  10  grains  deep  without 
complicating  the  work  too  much ;  on  bumping  tables  the  author  believes  the  bed 
should  be,  if  anything,  slightly  less  deep  than  on  vanners;  on  film-sizing  tables 
the  grains  must  receive  individual  treatment,  and  therefore  the  bed  ought  to  be 
only  one  grain  deep ;  in  riffles  the  bed  may  be  several  hundred  grains  deep  and 
still  good  work  result ;  and  in  kieves  the  bed  may  be  several  thousand  grains  deep 
and  still  yield  good  results. 

A.  Yannbbs. 

A  vanner  does  its  work  on  the  upper  surface  of  an  endless  belt,  which  Ib 
slightly  inclined  from  the  horizontal  and  receives  a  rapid  shake  in  the  plane  of 
the  belt,  while  at  the  same  time  it  has  a  continuous,  slow  motion  up  the  slope. 
The  agitation  makes  the  ore  bed  so  loose  that  minerals  of  higher  specific  gravity 
can  settle  to  the  lower  layer,  while  those  of  lower  specific  gravity  rise  to  the  upper 
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layer.     The  travel  of  the  belt  carries  the  heavy  mineral  to  the  upper  end^  and 
the  surface  water  washes  down  the  light  mineral  to  the  lower  or  tail  end. 

There  are  two  chief  classes  of  vanners^  and  a  third  class  which  has  been  recently 
introduced : 

I.  The  side-shake,  which  vibrate  at  right  angles  to  the  direction  in  which  the 
belt  travels. 

II.  The  end-shake,  which  vibrate  parallel  to  the  direction  in  which  the  belt 
travels. 

III.  Gyrating. 

The  data  on  all  kinds  of  vanners,  as  obtained  from  the  mills,  are  given  in 
Table  314. 

I.      SIDE-SHAKE  VANNERS. 

§  480.  The  Pbue  Vanner  (Pig.  381)  has  a  main  frame  0,  resting  upon  four 
posts  S,  which  are  mortised  into  two  heavy  cross  sills.  Wedges  12  are  provided 
to  take  up  the  slack  between  the  posts  and  the  main  frame.  This  frame  consists 
of  two  longitudinal  timbers  0  and  three  cross  timbers  X  bolted  together.  Its 
slope  can  be  varied  from  nothing  up  to  8  inches  or  more  in  12  feet,  by  means  of 
wedges  IS  (or  jack  screws  acting  at  the  same  points).  It  has  eight  toggle 
blocks  h  for  supporting  the  shaking  frame.  These  blocks  have  sockets  supplied 
with  rubber  cudiions  in  the  bottom  for  supporting  the  toggles  N,  and  the  blocks 
have  slots  which  allow  them  to  slide  in  or  out  on  their. supporting  bolts  a  total 
distance  of  about  2  inches,  for  the  adjustment  discussed  at  the  end  of  §  487.  On 
each  end  of  the  middle  cross  timber  is  a  lug  H,  to  which  is  attached  the  longi- 
tudinal guide  bolt  V  connecting  with  the  shaking  frame.  The  boxes  XXX  for 
the  crank  shaft  H  are  bolted  to  the  prolongation  of  the  cross  timbers,  and  they 
have  slotted  bolt  holes  which  allow  them  to  be  moved  toward  or  away  from  the 
belt.  The  hanger  8  for  the  worm  wheel  L  is  bolted  to  the  upper  end  of  one  of 
the  longitudinal  timbers  6. 

The  shaking  frame  F  consists  of  two  longitudinal  timbers  into  which  five  cross 
timbers  are  notched,  and  all  are  held  together  by  five  cross  bolts.  Bolted  to  each 
side  there  are  four  toggle  blocks  d,  which  serve  to  support  the  frame  upon  the 
toggles  N.  The  boxes  for  the  two  end  rollers  are  attached  to  the  ends  of  the 
longitudinal  timbers,  with  bolt  slots  to  allow  for  adjustment  in  and  out,  and  set 
screws  for  this  adjustment.  These  set  screws  are  used  to  square  the  rollers,  and 
to  some  extent  to  take  up  any  slack  in  the  belt.  They  may  also  be  used,  on  the 
lower  end  roller,  to  guide  the  belt,  bearing  in  mind  that  the  latter  always  runs 
toward  its  loosened  side.  The  dipping  roller  B  is  hung  from  long  hangers  P, 
the  tightening  roller  C  on  short  ones.  In  order  to  withstand  the  shake  of  the 
frame,  each  pair  of  hangers  is  braced  by  two  diagonal  rods  connecting  the  two 
hangers  and  having  lock  nuts  on  each  end.  The  chief  means  of  guiding,  as  well 
as  of  tightening,  the  belt  consists  of  the  hand  screws  16,  which  control  the  posi- 
tion of  the  roller  C.  To  guide  the  belt  toward  either  side  of  the  machine  the  end 
of  C  that  is  on  that  side  should  be  moved  toward  the  head  of  the  machine.  Thp 
tightening  roller  is  shorter  than  the  others  and  has  rounded  edges  to  save  the 
belt  flange.  At  i7  are  the  lugs  by  which  the  guide  rods  V  connect  the  shaking 
frame  to  the  main  frame.  These  guide  rods  have  lock  nuts  at  both  ends  to 
square  the  whole  shaking  frame  and  to  give  it  longitudinal  stability.  The  bolts 
that  hold  the  lugs  17  are  the  same  that  hold  the  toggle  blocks  at  the  tail  end  of 
the  shaking  frame  and  also  the  boxes  for  the  large  tail  roller.  Similarly,  the 
bolts  that  hold  the  toggle  blocks  at  the  head  end  of  the  shaking  frame  also  hold 
the  boxes  for  the  large  head  roller.  Twelve  small  rollers  D  are  mounted  upon 
the  shaking  frame  to  support  the  belt.     They  are  spaced  12  inches  apart,  except 
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the  four  upper  rollers^  which  are  set  closer  in  order  to  make  a  smoother  plane 
where  the  final  cleaning  is  done.  The  boxes  in  which  these  little  rollers  run  are 
adjustable  in  and  out,  in  order  to  allow  the  rollers  to  run  easily  without  rattling. 
All  the  rollers,  both  large  and  small,  are  made  of  galvanized  iron.  The  coiv- 
centrating  plane  is  that  portion  of  the  belt  surface  that  is  tangent  to  the  tail 
roller  and  the  ten  little  rollers  above  it.  The  cleaning  plane  is  that  portion  of 
the  belt  surface  that  is  tangent  to  the  head  roller  and  the  three  little  rollers  below 
it,  and  with  a  smooth  b^lt  it  has  a  slope  that  is  steeper  than  that  of  the  con- 
centrating plane  by  i  inch  in  its  length  of  25  inches,  due  to  the  fact  that  the 
head  roller  is  elevated  i  inch  above  the  concentrating  plane.  With  a  corrugated 
belt  the  head  roller  is  elevated  J  inch  above  the  concentrating  plane.  The  feed 
distributor  1  is  fastened  to  the  shaking  frame  by  means  of  slotted  bolt  holes,  so 
that  its  height  and  slope  can  be  adjusted.  It  has  a  copper  amalgam  box  or  trap 
18j  distributing  blocks  19,  and  on  its  lip  a  sheet  iron  gutter  ^0  punched  with 
i-inch  holes  1  inch  apart.  This  distributor  spreads  the  pulp  evenly  across  the 
belt,  and  the  copper  box  serves  to  catch  amalgam  when  the  pulp  comes  from 
amalgamated  plates.  The  cast  iron  wash  water  distributor  2,  which  stands  upon 
the  main  frame,  is  provided  with  little  brass  spouts  IJ  inches  apart.  It  can  be 
leveled  by  lock  nuts  on  its  two  supporting  posts,  and  the  quantity  of  water  fed 
to  it  from  the  pipe  6  is  regulated  by  the  cock  5.  With  a  corrugated  belt  the  wash 
water  has  a  little  greater  drop  than  with  a  smooth  belt,  and  is  applied  from  two 
rows  of  spouts,  alternately  longer  and  shorter. 

The  main  shaft  H  is.  supported  upon  the  three  boxes  X,  and  receives  power 
through  the  pulley  /.  It  transmits  a  sidewise  shaking  motion  to  the  shaking 
frame  F,  through  the  cranks  0,  the  connecting  rods  R  and  the  fastening  bolts  T, 
the  total  throw  being  1  inch.  It  also  transmits  power,  by  the  cone  pulley  J, 
the  worm  shaft  K,  the  worm  Z,  the  worm  wheel  L,  the  crank  21  and  the  spiral 
spring  connecting  rod  M,  to  the  head  roller  A^,  which  causes  the  travel  of  the  belt. 
As  it  is  necessary  that  the  speed  of  the  belt  may  vary,  the  hand  screw  m  can  move 
the  flanged  pulley  W  on  a  spline  from  the  large  to  the  small  end  of  the  cone  J 
to  suit  all  demands  of  speed.  The  shaft  K  is  suspended  by  the  hanger  Y.  The 
latter  can  be  revolved  upon  its  supporting  axis,  by  means  of  the  hand  stop- 
screw  a,  sufficiently  to  raise  the  pulley  W  off  from  its  little  driving  belt.  By 
this  means  the  travel  of  the  vanner  belt  may  be  stopped  while  the  shaking  motion 
continues. 

When  a  vanner  is  started  it  should  be  examined  to  see  that  all  the  bolts  and 
wedges  are  tight,  that  the  little  rollers  are  lined  up  to  true  the  concentrating 
plane,  and  the  large  rollers  adjusted  to  prevent  excessive  bagging  of  the  belt  be- 
tween the  little  rollers.  The  machine  being  in  motion,  the  proper  quantity  of 
water  is  turned  on  through  the  water  distributor  2,  and  pulp  of  the  right  con- 
sistency is  fed  through  the  pulp  distributor  1,  Starting  from  the  tail  roller  4, 
(Pig.  381),  the  endless  belt  moves  slowly  up  over  the  little  rollers  of  the  con- 
centrating plane,  receiving  its  pulp  from  1;  then  passes  up  over  the  rollers  of 
the  cleaning  plane,  under  the  water-distributor  £,  over  the  head  roller  A^  and 
down  into  the  tank  4,  where  the  belt  is  immersed  by  the  roller  B  to  remove  the 
adhering  concentrates.  It  receives  a  final  cleansing  from  the  spray  pipes  2B 
and  23,  and  then  passes  over  the  tightening  roller  C,  and  returns  beneath  the 
tail  roller  A2  to  repeat  these  operations.  The  tailings  are  carried  down  the  slope 
of  the  belt  by  the  water  current,  and  discharged  to  the  apron  2^  and  the  waste 
trough  8.  The  wash  water,  the  quantity  of  which  should  be  kept  at  a  minimum, 
is  used  to  remove  the  last  of  the  quartz  frona  the  heads;  and  it  also  keeps  the 
ore  bed  on  the  cleaning  plane  thoroughly  wetted.  If  points  or  fingers  of  ore 
form,  with  crests  uncovered  by  water,  ore  vniU  float  off  by  greasy  flotation  and 
pass  into  the  tailings. 
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The  concentrates  may  collect  in  the  tanks  and  either  be  hoed  out  or  may  run 
out  continuously  through  small  spigots.  In  either  case  there  will  be  an  overflow, 
which  goes  to  settling  boxes  to  save  the  fines.  In  Mill  40  there  were  two  J-inch 
spigots  in  the  bottom  of  each  tank,  and  these  left  a  small  amount  of  water  to 
overflow.  More  recently  this  mill  has  adopted  a  new  method,  which  does  away 
with  the  tank.  The  whole  vanner  is  raised  one  or  two  feet  higher  than  usual, 
the  dipping  roller  brought  considerably  forward,  and  an  apron  placed  beneath 
and  parallel  to  the  belt  where  the  latter  passes  from  the  dipping  to  the  tightening 
roller.  The  concentrates,  removed  from  the  belt  by  inside  and  outside  spray 
pipes,  run  down  the  apron  into  a  launder  that  extends  along  the  whole  row  of 
vanners  at  their  head  ends. 

An  automatic  sulphuret  discharge  roll  is  used  in  Mills  41  and  73.  This  roll 
(Sj  Fig.  384a),  is  placed  on  the  outside  of  the  belt  directly  beneath  the  head 
roller,  and  takes  most  of  the  sulphurets  oflE  the  belt,  delivering  them  nearly  dry 
in  a  box,  on  a  board  or  on  the  floor  in  front  of  the  heads  tank,  leaving  them  more 
accessible  and  in  better  condition  for  shoveling  than  by  the  usual  method.  The 
belt  then  dips  into  the  usual  tank  to  remove  the  little  remaining  concentrates. 

§  481.  The  hell  is  of  two-ply  rubber  (about  0.175  inch  thick)  and  has  flanges 
on  the  edges  to  confine  the  ore  and  water.    The  width  is  either  4  or  6  feet.     The 


FIG.   382. — ^LORING  VANNER  BELT. 

FIO.  383. — WOODBUBT  VANNEB  BELT. 

length  of  the  concentrating  and  cleaning  surface  is  12  feet.  The  original  Frue 
belt  has  an  erect  flange  1|  inches  high.  This  flange  is  made  of  high  grade,  very 
elastic  rubber,  which  stretches  in  passing  over  the  end  rollers,  returning  to  its 
normal  form  after  passing  them.  The  Loring  belt  (Fig.  382)  has  a  very  thick 
flange  of  soft,  high  grade  rubber.  It  is  vertical  on  the  inner  side  and  rounds 
down  on  the  outer  to  a  thickness  greater  than  its  height.  It  has  in  it  a  layer 
of  duck  which  helps  it  to  maintain  its  shape.  At  Mills  66,  73  and  74  this  is 
preferred  to  all  others.  The  Woodbury  belt  (Fig.  383)  has  a  crimped  flange, 
which  simply  straightens  on  going  over  the  rollers,  with  less  stretching  than  the 
other  forms.  The  Blasdel  belt  has  a  flange  which  leans  inward  at  a  slope  of 
about  60**.  As  this  goes  over  the  end  roller  it  partially  lies  down  inward,  and 
therefore  does  not  stretch  excessively.  At  Mill  57  this  is  preferred  to  all  others. 
The  Brownell  flange  is  erect,  like  the  Frue,  but  is  folded  over  outward  upon 
itself.  In  passing  over  the  end  roller  it  flattens  outwardly,  and  so  partly  avoids 
the  stretching.  This  is  preferred  to  others  at  Mill  59.  The  Summerhayes  flange 
is  hollow  or  tubular.  The  inner  wall  stands  vertical,  the  outer  bows  outward. 
This  flange  flattens  and  inclines  outward  during  its  passage  over  the  end  rollers. 
For  the  practice  in  the  use  of  flanges  see  Table  314. 

The  belt  generally  has  a  smooth  surface,  but  corrugated  belts  (originated  by 
P.  B.  Morse)  are  also  used.    The  latter  have  V-shaped  grooves  running  across 
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TABLE   314. — ^ADJUSTMENT,   FEED  AND   CAPACITY   OF   MILL  VANNEKS. 
Abbreviationfl.— In. s Inches;  B.=round  holes  in  stamp  screens;  8q.=8quare  holes  in  stamp  screens. 


Kind  of 
Vanner. 


Belt 


Kind. 


Slope. 


Inches 
in  12 
Feet. 


Degrees. 


Ill 


Feed. 


Sonioe. 


Maxi- 
mum 
Size. 


m 


18 
19 
90 
24 


80 
SI 
8S 
84 
35 

26: 

S7 


38 
40 

41- 

48 
58 

54 

55 

57J 


eo 

02 
58 

«) 
«| 

68 
50 

71 

7S 

78 

«] 

75 
78 
78 
70 
80 

88 

84^ 

86 
87 


Fme. ,',,., 

Fnie 

Fnie 

Fruo 

Frue 

Johnston.. 

Woodbury  y' 
Woodbury  y' 

Woodbury  y' 

Fme 

Fme 

Frue 

Fme 

Fme 

Fme 

Fme 

Frue 

Frue 

Fme 


Frue 

Frue 

Frue 

Blasdel... 


Woodbury.. 
Woodbury.. 
Woodbury.. 

BlasddU'). 


^] 


Frue.. 


Fme 

Fme 

Tuaoch....-{ 

Embrey 

Frue 

Fme 

Woodbury  y' 

Fme 

Fme 

Fme (. 

Triumph...  f 

Triumph 

Fme 

Frue 

Triumph. 

Triumph.. 


(60 


Canvas. 
Rubber. 


Fme 

Woodbury.. 
BlaMleUfrO' 


Frue..... 

Woodbury  a^ 
Woodbury  h' 

Frue 

Triumph. 

Fme 

Frue 

Triumph. 

Fme 

Union.... 

Fme 

Fme 


Smooth     sur- 
face  

Blasdelir')..... 
BlasdeUc")    ... 

Fme 

Blasdel(c')..... 

Iriumph "i 

BrownelL....  ! 
Woodbury...  f 
Blasdel  ( A.,  j 
Blasdel  (O...  ( 
Woodbury... ) 

[Woodbury... 

Blasdel  (&0*.«' 
Blasdel  (60.... 
Fme »... 


Fme 

Woodbury  (^ 

Fme 


Blasdel 
Blasdel 
Fme. 
Fme. 

Frue.< 


Tulloch.. 

Fme 

Fme 

Fme 

Gates 

Woodbury... 

Frue 

Fme 

Fme 

Fme 
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(a)  Gravity  stamps.  (6)  Huntington  mill.  {C}  Bryan  miU.  (d)  Griffin  milL  ie)  Spigots  of  whole  current 
<da8aifler.  (/)  Separate  spigots  of  whole  curreut  classifier,  (g)  Spigots  of  No.  1  whole  current  classifier.  «) 
Spigots  of  No.  2  whole  current  classifier,  (k)  Spigot  of  whole  current  classifier  mixed  with  finest  Jig  tailings. 
<0  Overflow  of  No.  8  whole  current  classifier  mixed  with  slime  table  middlings,  (m)  First  spigot  of  surface 
current  classifier,  (o)  Second  spigot  of  surface  current  classifier,  (p)  Second  spigot  of  box  classifier.  <r) 
Overflow  of  hydraulic  classifier.  («)  Spigot  of  No.  8  hydraulic  classifier,  it)  Setthng^s  from  settling  tank,  (o) 
Carpet  table  tailings,  (u;)  Slime  table  middlings,  (x)  Canvas  table  heads,  iy)  Tailings  of  finest  Jig.  (je)  Pre- 
ceding vanners.  (<r)'T)ie8e  figures  are  the  diameters  of  holes  in  the  gravity  scamp  screens  when  new.  As  the 
screens  wear  the  size  of  particles  will  increase  slightly.  (60  Smooth  surface,  {c')  Corrugated  surface,  id') 
More  or  len.    (e')8ome  more  than  nine  years,  some  less,    {g')  With  7  belts,    {h')  Wit  fa  "*  ^-'^- 


i(h  13  belta. 


FIG.   381. — FRUE  VANNER. 

the  belt,  the  sides  of  the  V  making  a  60°  angle.  These  grooves  have  been  made 
as  wide  as  i  inch,  and  as  narrow  as  -^  inch.  They  increase  the  catching  power 
of  the  belt  very  greatly,  yielding  cleaner  tailings;  but  they  also  unavoidably 
carry  .extra  quartz  into  the  heads.     The  finest  sizes  of  corrugations  appeal^  to 
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be  best  adapted  for  Becnring  the  advantage  of  this  device,  with  less  tendency  to 
carry  up  quartz  into  the  heads.  A  plain  belt  and  a  corrugated  belt  running 
side  by  side  were  tested  on  a  silver  ore  composed  of  blende,  gray  copper,  pyrite^ 
galena,  chalcopyrite  and  ruby  silver."  The  ore  was  stamped  through  a  12-mesh 
screen  and  treated  in  a  hydraulic  classifier.  The  overflow  went  to  a  settling 
tank  and  the  product  from  the  spigot  of  the  latter  was  divided  in  two  equal 
parts  and  sent  to  the  vanners.  Each  figure  in  Table  316  represents  the  total 
or  average  of  several. days*  run,  in  most  cases  six  days.  The  results  of  these 
tests  show  that  the  corrugated  belt  makes  cleaner  tailings,  often  halving  their 
silver  contents,  but  that  it  throws  more  quartz  into  the  heads.  Less  attention 
was  given  in  these  tests  to  getting  the  cleanest  tailings,  because  they  were  sent 
to  other  concentrators  to  be  treated  again. 


TABLE  315. — COMPARATIVE  RESULTS  WITH  PLAIN  AND  WITH  CORRUGATED  VANNEB 

BELTS. 

snver 
inBatp 

Pulp. 

OUDCHS 

per  Ton 

Plain  Belt 

Corrugated  Belt 

ineroenc 
of 

Sul- 
phides 
In  the 

Ore. 

Concentrates. 

TaU- 
ings. 

Ounces 

of 
Silver 

per  Ton 

Concentrates. 

Tail- 
ings. 
Ounce* 

of 
.  Silver 
perToa 

Lot 

Welurht 
Pounds 

Ounces 

of 
Silver 
per  Ton 

Total 
Silver 
Con- 
tents. 

Pounds 

Ounces 

of 
Silver 
per  Ton 

Total 
Silver 
Con- 
tents. 

A  

7.0 
9.8 
6.7 
6.0 

tt.7 
8S.8 
18.a. 
14.S 

4,209 
6,888 
8,080 
4,860 

90r.6 
210.6 
120.8 
144.7 

Ounces 
486.8 
ff76.6 
186.0 
814.7 

"sis" 

4.9 

6,500 
6,656 
4,780 
6,720 

174.1 
184.0 
108.1 
120.9 

Ounces 
478.7 
618.4 
844.9 
406.8 

B 

c 

8  4 

D 

2.7 

Totals  and  averages. . .  . . 

10,962 

178.6 

1,614.0 

88,686 

147.5 

1,748.8 

E. 

12.6 

ii.e 
n.s 

14.2 

88.8 
28.8 
45.0 
62.6 

6,750 
8,800 
4,680 
8,910 

262.9 
170.7 
215.0 
288.8 

887.4 
289.4 
487.1 
604.6 

18.0 
17.0 
8.2 
16.1 

9,220 
6,770 
7,«70 
4,980 

812.9 
188.7 
199.5 
850.4 

981.6 
888.9 
785.0 
681.0 

7.6 

F , 

7  9 

G 

6.6 

H 

18.4 

To  al8  and  avera{^es 

18,580 

239.9 

2,228.6 

27,880 

199.9 

2,710.6 

» 

2J.0 

88.7 

8,080 

887.2 

603.9 

10.9 

4,650 

891.0 

668.1 

7 

Modifications  of  the  corrugated  belt  have  been  devised,  nsing  a  narrow  band 
of  corrugations  and  a  wide  band  of  plain  surface  on  the  belt.  This  form  has 
met  with  considerable  favor.  The  corrugated  spaces  come  forward  periodically 
and  sweep  up  grains  of  ore  that  a  plain  belt  might  lose.  At  the  same  time,  the 
contamination  of  the  heads  by  quartz  is  largely  prevented.  At  Mill  58  bands 
of  corrugations  4^  inches  wide  are  interspaced  with  bonds  of  plain  surface  10 
inches  wide.  The  corrugations  consist  of  60*^  grooves  \  inch  wide  alternating 
with  others  J  inch  wide.  This  belt  was  found  to  carry  up  too  much  sand.  At 
Mill  74,  a  1-inch  band  of  60°  corrugations,  each  -j^  inch  wide,  and  having  bands 
of  smooth  belt  3  feet  wide  between  them,  proved  satisfactory.  At  Mill  67,  the 
same  arrangement  as  the  last,  only  diflfering  in  the  width  of  the  plain  band, 
which  was  2  feet,  proved  satisfactory.  At  Mill  60  3-inch  bands  of  ^-inch 
corrugations  alternate  with  4-foot  bands  of  plain  surface.  George  Gates  has 
designed  a  belt  with  a  surface  having  many  fine  pits  approaching  coarse  sand 
paper  in  roughness.     It  is  applicable  to  both  end-shake  and  side-shake  vanners. 

Mill  41  uses  a  canvas  belt,  which  costs  $7  against  $120  for  rubber,  and  lasts 
6  months  against  4  years  for  the  rubber;  that  is,  the  rubber  belt  costs  17  times 
as  much,  but  lasts  only  8  times  as  long  as  the  canvas.  The  author  is  unable  to 
state  the  comparative  effectiveness  of  treatment.  The  canvas  probably  holds 
the  ore  better  than  the  smooth  rubber,  but  it  would  depart  more  from  a  true 
plane  in  going  over  the  little  rollers  than  would  the  stiflfer  rubber  belt.    With 
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proper  care,  rubber  belts  generally  last  from  three  to  five  years,  depending  on 
the  amount  of  idle  time  (see  Table  314). 

§  482.  Modifications  of  the  Frue  Vanner. — The  Union  Iron  Works  make 
a  Frue  vanner  using  four  iron  posts  as  the  main  frame  (Fig.  384a),  with  an 


FIG.    384a. — UNION    VANNEE. 

iron  shaking  frame  and  with  two  adjustable  eccentrics,  in  place  of  fixed  cranks, 

to  allow  of  variation  in  the  amount  of  throw.     This  puts  one  more  adjustment 

under  the  control  of  the  mill  man.     It  is  quite  probable  that  a  larger  number 

1  of  shorter  strokes  will  be  suitable  for  fine  pulp,  while  fewer, 

— JC  longer  strokes  will  suit  coarse  pulp.     The  forward  motion 

^Kx  of  the  belt  is  effected  by  cone  speed  pulleys  and  worm  gear  on 

^^^  ^f  the  fixed  frame,  connected  by  chain  and  sprocket  to  the  shak- 

*^blH  '   1^^  frame.     The  latter  is  suspended  on  four  links   (Fig. 

^^B  3846).     The  slope  of  the  belt  is  adjusted  by  means  of  the 

T^H  hand  screws  i,  and  the  clamps  2.    The  main  frame  is  fixed, 

I  the  crank  shaft  being  set  at  the  average  slope  of  the  shaking 

I  frame.     Any  variations  in  the  latter  are  taken  up  by  the 

H  flexibility  of  th?  connecting  rods. 

^L  Iron  frames  are  more  durable  than  wood,  but  they  do  not 

Hii        take  up  the  jar  so  well. 

The  Risdon  Iron  Works  make  a  vanner  with  four  iron 
posts  for  the  main  frame  and  an  iron  shaking  frame;  and  a 
special  device  for  giving  the  forward  travel  to  the  belt,  con- 
sisting of  speed  cone  pulleys  and  shipper,  and  a  sprocket 
and  chain,  all  upon  the  main  frame,  transmitting  to  a 
flexible  shaft  with  two  universal  joints  in  it,  and  a  worm  gear, 
on  the  shaking  frame,  acting  directly  on  the  head  roll.  The 
shaking  frame  is  supported  upon  four  toggles,  and  the  toggle 
blocks  below  are  suspended  from  four  rods  with  leveling  screws.  When  the  right 
level  is  gained  the  toggle  blocks  are  clamped  in  place  by  nuts.  It  puts  the  <£p- 
ping  roller  almost  under  the  head  roller,  and  uses  two  tightening  rollers.  The 
noLain  frame  is  much  the  same  as  that  of  the  Union  Iron  Works  machine. 

The  Oates  Iron  Works  make  a  device  for  driving  the  belt  of  a  side-shake 
Tanner,  consisting  of  a  crank  on  the  shaft  of  the  head  roller  driven  by  a  corre- 
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spending  crank  on  the  shaft  of  the  worm  wheel  (L,  Fig.  381),  the  two  cranks 
having  a  sliding  contact  to  provide  for  the  side  motion  of  the  shaking  frame. 

The  Colorado  Iron  Works  drive  the  belt  of  a  side-shake  vanner  by  means  of 
a  link  connection. 

The  Tulloch  Concentrator  is  a  side-shake  vanner  which  has  a  rocking  motion 
upon  pivots  below.  The  vertical  rocking  radius  of  the  head  end  is  32  inches 
long,  of  the  tail  end  is  30  inches  long.  This  mechanism  gives  the  belt  a  1-inch 
horizontal  movement  in  the  center,  and  a  l^-inch  rising  movement  on  one  edge, 
with  a  corresponding  falling  movement  on  the  other  edge;  all  of  which  are  re- 
versed on  th^  return  movement.  The  effect  of  this  motion  is  seen  in  the  pulp 
bed,  which  iis  thickest  in  the  middle  of  the  belt,  and  thins  out  toward  the  edges, 
not  quite  reaching  the  flanges  of  the  belt.  Mill  74  has  sixteen  Tulloch  and  eight 
Frue  vanners,  and  each  vanner  treats  12^  tons  (dry  weight)  of  stamp  mill  pulp 
in  24  hours. 

The  Johnston  Concentrator,  also  made  by  the  Risdon  Iron  Works,  is  a  side- 
shake  vanner  with  a  rocking  motion  somewhat  similar  to  that  of  the  Tulloch,  but 
obtained  by  very  different  mechanism.  The  shaking  frame  is  suspended  on  four 
rods  which  slope  inward  and  downward  and  which  therefore  give  a  horizontal 
motion  to  the  center  of  the  belt  and  a  lifting  motion  to  the  rear  edge,  the  rise 
probably  being  more  gentle  than  on  the  Tulloch. 

The  Norbom  Concentrator,  made  by  the  Joshua  Hendy  Machine  Works,  substi- 
tutes spring  arms  for  the  toggles  of  the  Tulloch.  Their  supports  can  be  moved 
inward  to  give  a  rocking  motion  analogous  to  that  of  a  vessel's  deck,  or  outward 
for  a  motion  analogous  to  the  swing  of  a  hammock. 

II.      END-SHAKE  VANNERS. 


§483.  The  Triumph  Concentrator.— This  machine  (Pig.  385)  resembled 
the  Frue  vanner  in  many  respects.  The  essential  difference  is  in  the  direction 
of  the  shaking  motion,  which  is  endwise.    It  is  made  with  an  iron  main  frame 


PIG.   385. — TRIUMPH  VANNER. 

1,  which  is  fixed,  and  an  iron  shaking  frame  2,  which  oscillates  endwise  on  ten 
wooden  toggles  3.  It  receives  its  shaking  motion  and  endwise  stability  from 
two  connecting  rods  J/-,  and  its  sidewise  stability  from  four  rods  5.  It  has  a 
head  roller  6,  tail  roller  7,  dipping  roller  8,  and  tightening  roller  9,  and  twelve 
little  supporting  rollers  10.  The  head  roller  is  made  slightly  crowning  in  the 
cetiter  to  keep  the  belt  true.    The  power  is  received  by  a  pulley  11,  and  delivered 


§  483  FINE  BAND  AND  6LJMB  CONCENTRATOBa.  6(i3 

throxigh  cranks  to  the  connecting  rods  Jf.  The  cranks  make  from  200  to  240 
revolutions  a  minute.  The  belt  travel  is  imparted  by  the  friction  disc  12,  and 
pulley  IS,  the  worm  H  and  gear  15,  and  pinion  and  gear  16,  It  may  be  in- 
creased or  decreased  by  moving  the  friction  pulley  IS  from  or  toward  the  center 
of  the  disc  12.  The  little  counter  shaft  for  making  this  adjustment,  simply 
slides  in  its  boxes  by  the  action  of  the  hand-screw  22  and  the  arm  2S.  The 
slope  is  varied  by  blocking  up  the  sill  2Jt  under  the  main  frame  i.  The  pulp 
distributor  i7  is  attached  to  the  shaking  frame,  2,  and  the  wash  water  dis- 
tributor, 18,  to  the  main  frame  i.  The  heads  tank  19  is  raised  and  lowered 
with  the  main  frame  i.  It  is  so  constructed  that  the  heads  can  be  withdrawn 
by  a  hoe  into  a  box  20  in  front,  from  which  they  are  shoveled  to  a  wheel- 
barrow. The  tightening  roller  9  can  be  swung  upon  and  bolted  to  the  semi- 
circular piece  21  in  order  to  tighten  the  belt;  and  to  guide  the  belt,  the  piece 
21  can  be  moved  a  short  distance  toward  the  head  or  tail,  by  set  screws.  The 
belt  moves  toward  that  end  of  the  tightening  roller  which  is  swung  toward  thv 
head  end  of  the  machine.  The  feed,  the  operation  and  adjustments  of  the  end- 
shake  vanners  are  much  the  same  as  those  of  the  Frue.  Adjustments  to  get  rid 
of  side  banks  are  not  needed. 

Gboroe  Gates,  of  Jackson,  California,  has  designed  a  modified  Triumph  van- 
ner  for  finishing  extremely  fine  material  that  has  already  been  partially  con- 
centrated on  a  canvas  table.  In  Mill  78  this  vanner  is  4  feet  wide  by  8  feet 
long.  The  little  rollers  are  placed  6  inches  apart  and  Gates  thinks  4  inches 
would  be  better.  The  belt  is  quite  loose,  but  is  kept  flat  by  the  large  number  of 
little  rollers.  It  has  an  adjustable  end  shake  and  uses  -|\-inch  throw.  It  makes 
240  throws  per  minute  for  the  coarser  grade  and  224  for  the  finer.  The  slope 
is  1^  inches  in  1  foot,  equivalent  to  18  inches  in  the  12-feet  length  of  an  ordinary 
vanner.  The  travel  is  86  inches  per  minute.  The  reasons  for  these  unusual  ad- 
justments are  explained  under  the  heading  travel,  slope  and  pulp  water,  §  487. 
Gates'  rule  is  that  the  finer  the  pulp  the  greater  should  be  the  slope  and  travel, 
and  the  less  the  water.  When  fed  with  pulp  assaying  $30  per  ton,  it  brings  it 
up  to  $100,  the  tailings  being  treated  on  a  special  set  of  canvas  tables.  Both 
the  feed  jets  and  the  wash  water  jets  are  2  inches  apart  and  in  the  same  paths. 
This  allows  wide  bands  of  concentrates  to  come  up  to  the  head  of  the  machine 
without  being  disturbed  after  they  have  once  settled  on  the  belt. 

The  Em BiffiT  Concentratob  is  a  belt  vanner  with  an  end  shake.  It  is  made  in 
two  forms,  known  as  the  four  roller  and  the  five  roller  patterns,  with  iron  frames 
and  with  wooden  frames  respectively.  The  latter  has  the  lightest  shaking  parts 
of  any  of  the  vanners,  and  will  now  be  described.  The  main  frame  0  (Fig. 
386),  is  in  halves,  and  consists  of  longitudinal  caps,  sills,  posts  and  braces,  with 
cross  sills  and  bolts  to  hold  the  two  halves  together.  On  the  inside  of  the  caps 
are  hung  the  six  stirrups  h,  which  are  adjustable  vertically  and  which  support 
the  lower  ends  of  the  six  tc^gles  N,  For  greater  variation  in  slope  than  can  be 
obtained  by  these  stirrups,  tne  main  frame  Q,  is  wedged  up  or  down.  The 
shaking  frame  F,  is  of  wood  and  has  upon  it  a  head  roller  A',  a  tail  roller  A, 
and  ten  little  rollers  Z>.  The  distance  from  center  to  center  between  the  head 
and  tail  rollers  is  10.4  feet.  Plumb  under  the  head  and  tail  rollers  are  two 
large  rollers  B  and  Bf,  which  are  supported  on  the  main  frame.  The  roller  B, 
serves  as  a  dipping  roller  to  discharge  concentrates  and  is  also  a  tightening  roller. 
The  roller  B  communicates  the  traveling  motion  to  the  belt,  and  also  holds  the 
end  portion  of  the  belt  vertical.  The  true  tightening  roller  is  C,  under  the 
shaking  frame,  near  its  center  and  attached  to  one  of  the  braces  of  the  main 
frame.  This  construction  gives  the  shaking  frame  less  to  carry,  by  two  large 
rollers  and  their  hangers,  than  any  of  the  other  designs.  The  power  is  applied 
by  belt  and  pulley  7,  to  the  shaft  H  on  the  lower  end  of  the  machine,  having 
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two  fly-wheels  Q,  two  eccentrics  0,  and  connecting  rods,  R.  The  latter  con- 
nect directly  with  the  lower  end  of  the  shaking  frame.  The  travel  of  the  concen- 
trating belt  is  obtained  through  the  cone  speed  pulleys  J' J,  the  bevel  gears  P, 
the  wonn  shaft  K  and  worm  gear  L,  which  is  attached  to  the  lower  tail  roller  R. 
Longitudinal  stability  is  given  by  the  connecting  rods  R,  and  lateral  stability 
by  cast  iron  standards,  a,  a!  and  a!'.    The  shaft  is  given  200  to  220  revolutions 


FIG.    386. — EMBREY   VANNER. 


with  a  throw  of  }  inch.  The  concentrating  belt  is  4  feet  wide  outside  the 
flanges.  The  wash  water  is  distributed  by  a  pipe  with  many  little  spouts,  and 
this  pipe  is  given  an  oscillating  motion  across  the  belt  by  a  bell  crank  h,  which 
is. connected  to  the  shaking  frame  by  the  strap  c.  The  inclination  generally 
used  is  3  inches  in  10.4  feet. 

WotobBURY  Vanners  are  made  either  with  end-shake  or  with  side-shake.    The 
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end-fihake  will  be  here  described.  There  are  three  important  differences  be- 
tween this  and  the  other  end-shake  vanners :  Firsts  several  narrow  belts  are  used 
instead  of  one  wide  belt ;  second,  the  concentrates  that  are  settled  upon  the  belt 
mostly  pass  up  unmolested  by  the  feed  distributor.  This  is  done  by  putting 
on  the  feed  pulp  in  rows  or  files  of  holes^  7  holes  to  a  file^  which  are  lined  up 
with  the  length  of  the  belt,  leaving  wide  spaces  of  the  belt  to  travel  up  past  the 
feed  without  having  the  settled  ore  particles  molested  by  it;  and  third,  the 
flanges  on  the  edges  of  the  belt  are  crimped,  thus  causing  almost  no  stretch  in 
the  rubber  while  going  over  the  rollers.  The  machine  has  a  main  frame  of  iron, 
standing  upon  wooden  sills.  Ten  wooden  toggles  stand  upon  the  main  frame,  and 
upon  these  the  iron  shaking  frame  is  carried.  The  latter  carries  a  head  roller,  tail 
roller,  dipping  roller,  tightening  roller  and  eleven  little  rollers.  Its  lateral 
stability  is  obtained  by  four  transverse  bolts  connecting  it  with  the  main  frame. 
Its  longitudinal  stability  is  provided  by  the  connecting  rods  which,  being  driven 
from  the  shaft  at  the  head  end,  cause  the  vibration  of  the  shaking  frame.  The 
€ccentric8  to  which  these  connecting  rods  are  attached  are  adjustable  from  no 
throw  to  a  throw  of  2  inches.  The  revolutions  recommended  by  the  maker  are  175 
per  minute,  with  a  throw  of  1  inch  or  1^  inches ;  but  the  revolutions  found  in  the 
mills  are  generally  220  to  235  per  minute  (see  Table  314),  with  presumably 
less  throw  than  just  mentioned.  The  belt  travel  is  obtained  by  cone  pulleys 
and  belt,  driving  a  little  countershaft  on  which  is  an  eccentric  revolving  inside 
a  gear-wheel.  This  gear-wheel  is  prevented  from  revolving  by  a  radial  arm 
atteched  to  it  and  running  in  guides  in  order  to  allow  the  gear  to  gyrate.  As 
the  gear  gyrates  it  meshes  with  an  annular  gear  surrounding  it,  the  number  of 
teeth  in  which  varies  by  one  from  the  driving  gear,  and  consequently  it  advances 
one  tooth  for  every  gyration  of  the  driving  gear.  The  slope  is  varied  by  wedg- 
ing the  head  end  of  the  main  frame.  The  machine  has  four,  seven  or  thirteen 
belts.  The  thirteen  belt  machine  has  belts  5  inches  wide  and  one  file  of  feed 
holes  to  a  belt ;  the  seven  belt  machine  has  belts  9  inches  wide,  two  files  of  feed 
holes  to  a  belt ;  and  the  four  belt  machine  has  belts  about  13^  inches  wide  and 
three  files  of  holes  to  a  belt.  Each  of  these  files  of  holes  is  fed  by  its  own  trough ; 
and  the  troughs  radiate  from  a  center,  and  have  over  them  a  revolving  distribut- 
ing bowl  (see  Fig.  387).  In 
this  way  the  troughs  all  re- 
ceive a  like  quantity  of  simi- 
lar pulp. 

§  484.  Comparison  of 
Side-Shake  and  End- 
Shake  Vanners. — ^There 
is  a  general  feeling  among 
California  mill  men  that  the 
side-shake  is  better  for 
coarse  slimes  and  the  end- 
shake  is  better  for  fine 
slimes.  The  following  opin- 
ions are  quoted  from  mill  managers  and  manufacturers.  The  end-shake  prin- 
ciple is  preferred  by  Mill  59  for  ordinary  stamp  pulp ;  and  by  Mill  57  because 
it  may  he  given  higher  rate  of  vibrations.  Mill  53  finds  that  less  of  the  finest 
slimes  are  lost  in  ordinary  stamp  pulp  by  the  end-shake  than  by  the  side-shake 
machine.  Mills  78  and  79  find  the  end-shake  far  preferable  to  the  side-shake 
for  very  fine  canvas  table  concentrates.  The  side-shake  principle  is  preferred 
for  ordinary  stamp  pulp  by  Eraser  &  Chalmers,  Union  Iron  Works  and  Mill  26 ; 
and  Mill  58  found  its  side-shake  vanners  mechanically  better  made  than  its 
end-shake.     Adams^  finds  that  while  the  end-shake  vanner  c&n  make  very  cleai^ 
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tailings,  it  at  the  same  time  throws  more  quartz  into  the  heads  than  does  the  side-' 
shake;  and  that,  if  sniBcient  water  is  used  to  prevent  this,  concentrates  are  lost 
in  the  tailings. 

There  is  a  marked  difference  between  the  manner  in  which  the  concentrates 
are  carried  up  past  the  pulp  distributors  on  the  two  styles  of  machines.  The- 
side-shake  vanner  has  a  pulp  distributor  with  i-inch  holes  1  inch  apart,  from 
which  streams  of  pulp  fall  upon  the  belt.  The  side  shake  causes  these  streams 
to  waggle  so  much  that  they  more  or  less  disturb  the  concentrates  as  the  latter 
pass  the  distributor.  The  fine  grains  so  disturbed  get  into  the  quick  water  and 
are  carried  down  the  belt  to  settle  again,  and  try  once  more  to  run  the  gauntlet 
of  the  pulp  distributor;  though  the  coarse  grains  easily  pass  up  the  first  time. 
On  the  other  hand,  the  end-shake  vanners  give  an  endwise  waggle  to  the  pulp 
streams,  so  that  the  concentrates  are  less  disturbed  when  passing  up  by  the  dis- 
tributor. On  the  Woodbury  machine  this  advantage  is  increased  by  placing 
the  feed  holes  in  several  single  files  parallel  to  the  length  of  the  belt,  with  quite 
wide  spaces  between  the  files,  for  the  fines  to  pass  up  unmolested,  instead  of  in  a 
single  rank  across  the  belt  with  but  little  space  between  the  holes.  Adams^ 
lakes  issue  with  this  saving  by  the  end-shake  vanner  by  saying  that  it  carries 
too  much  quartz  into  the  heads.  The  reason  for  this  is  that  the  jets  of  cleaning 
water  tend  to  flow  down  in  gutters  and  the  concentrates  to  come  up  in  little 
banks,  from  which  the  last  of  the  quartz  is  less  easily  removed  than  with  the 
side-shake. 

Another  disadvantage  of  the  side-shake  machines  is  the  formation  of  banks 
and  gutters  at  the  edges  of  the  belt,  in  which  the  separation  cannot  take  place 
Rs  well  as  in  the  middle.  These  banks  are  due  to  the  fact  that,  as  the  belt 
flange  moves  inward,  it  momentarily  compacts  the  ore  near  it,  and  only  partially 
thins  it  on  the  return  stroke.  This  may  be  largely  overcome  by  running  the 
vanner  with  a  thin  bed  (from  0.15  to  0.20  inch  thick  over  the  little  rollers)! 
The  end-shake  vanner  almost  entirely  avoids  the  formation  of  banks  and  gutters^ 
and  so  the  treatment  at  the  edges  is  almost  exactly  the  same  as  in  the  middle. 
The  relative  losses  at  the  sides  and  at  the  center  of  a  Frue  vanner  have  been 
tested  in  Mill  40,  where  samples  taken  for  a  period  of  twelve  hours  yielded: 


MIddl  . 

Edges. 

BUver,  ounces  pei  ton 

CoDDor.  DeroenL 

1.90 
1.06 

2.00 
1.8S 

The  Tulloch  vanner  with  its  tilting  side-shake,  has  wholly  done  away  with  the 
edge  banks,  but  it  has  a  much  quicker  current  on  the  edges  than  in  the  center,  and 
samples  show  more  sulphurets  at  the  edges  than  at  the  center.  This  tendency 
to  form  rich  edge  banks  is  an  important  feature  in  comparing  vanners.  Other 
things  being  equal,  the  vanner  that  has  the  least  edge  enrichment  would  seem 
to  be  the  better  machine.  The  author  has  no  data  in  this  direction  for  end- 
shake  vanners. 

The  side-shake  vanner  shakes  its  sixteen  rollers  (twelve  small  and  four  large 
rollers)  endwise,  and  in  so  doing  throws  the  whole  weight  of  the  rollers  against 
their  boxes,  tending  to  move  the  latter  and  produce  a  back-lash,  which  once 
established  makes  a  bump  at  every  throw  of  the  machine  and  forms  a  bank  of 
sand  on  one  side  of  the  belt.  The  end-shake  vanner  has  no  such  cumulative 
effect,  an<l  he^nce  th^  annoyance  of  bumps  is  much  less  liable  to  occur,  and  of 
banks  still, less,  the  two  connecting  rods  and  eccentric  straps  being  the  only 
points  at  which  a  bump  can  occur. 

Both  practical  experience  and  theoretical  considerations  point  clearly  to  the 
conclusion  that  the  end-shake  principle  is  better  than  the  side-shake  for  very 
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fine  pxdp.  For  coarse  pulp,  the  summing  up,  of  the  evidence  seems  to  prove 
that  if  clean  heads  are  desired  the  side-shake  vanaer  must  be  used ;  but  if  the 
cleanest  tailings  are  sought,  even  at  the  expense  of  a  little  extra  quartz  thrown 
into  the  heads^  the  end-shake  vanner  should  be  used. 

III.      GYRATING  VANNBRS. 

§485.  Gyrating  vanners  receive,  upon  all  parts  of  the  belt,  a  motion  that 
would  be  circular  but  for  the  travel  of  the  belt.  The  two  motions  combined 
give  a  path  like  Fig.  388. 

The  Ellis  Concentrator  gives  a  gyratory  motion  to  the  shaking  frame,  which 
is  supported  on  four  universal  toggles.  The  motion  is  imparted  by  heavy, 
vertical  shafts  carrying  eccentrics  on  their  upper  ends,  the  straps  of  which  are 
bolted  directly  to  the  shaking  frame.  These  eccentrics  are  made  synchronous 
by  gear  transmission.  The  batea  belt,  which  has  disc-like  pits  distributed  over 
ite  surface,  acting  in  much  the  same  way  as  a  batea,  is  designed  to  make  use  of 
this  gyratory  motion. 

Snyder  uses  a  gyratory  vanner  shaken  by  an  unbalanced  high-speed  fly- 
wheel.   The  machine  is  prevented  from  shaking  itself  to  pieces  by  making  the 
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frame  light  and  supporting  it  on  six  round  steel  rods,  the  lower  ends  of  which 
are  set  into  cups  fastened  to  the  floor.  Hangers  on  the  wooden  frame  carry- 
two  rods  that  extend  across  the  machine  beneath  the  belt.  These  rods  support 
an  X  frame,  which  carries  a  pulley  and  unbalanced  weight  on  a  short,  vertical 
shaft.  This  pulley  is  driven  by  a  2-inch  belt  that  passes  over  guide  pulleys  on 
the  side  of  the  frame,  and  to  an  overhead  driving  pulley.  In  practice  it  has 
been  found  desirable  to  use  a  gyration  of  about  f  inch  and  a  speed  of  about  225 
shakes  a  minute.  No  jar  is  transmitted  to  the  floor,  and  there  is  no  racking  of 
the  frame.  The  belt  travel  is  obtained  from  a  Challenge  feed  clutch  on  the 
head  roll.  The  actuating  arm  of  this  clutch  is  attached  to  the  floor  by  a  flexi- 
ble rod ;  and  by  changing  the  point  of  attachment  of  this  rod  to  the  floor,  the 
travel  can  be  varied  from  nothing  up  to  25  feet  a  minute.  Fig.  388  is  a  dia- 
gram taken  directly  from  a  Snyder  vanner,  and  shows  the  path  of  a  point  on  the 
belt  when  the  maqhine  is  running.  For  comparison.  Fig.  389  is  given,  showing 
the  path  of  a  point  on  a  Frue  belt."  These  vanners  were  formerly  used  at  the 
mill  of  the  Ottawa  Gold  Mining  and  Milling  Co.  at  Keewatin,  Ontario,  but  have 
been  replaced  by  Frue  vanners  owing  to  numerous  breaks  and  unsatisfactory 
results. 

OPERATION  OP  VANNERS. 

§  486.  In  using  vanners  it  is  necessary  to  consider  the  proper  quality  of 
fe^  pulp,  the  vibrations,  rate  of  travel,  slope,  quantity  of  water,  and  the  depth 
of  the  pulp  bed. 


668  ORB  DBEaaiNG.  §  486 

Qvaliiy  of  Feed. — ^Pulp  is  fed  to  vanners  from  gravity  stamps  (after  passing 
over  amalgamated  plates  in  most  cases)  in  23  mills  (see  Table  314) ;  and  from 
a  Huntin^on,  a  Grifi&n  and  a  Bryan  mill  in  one  case  each.  In  3  miUs  the  tail- 
ings from  each  No.  1,  stamp-fed,  vanner  go  to  two  No.  2  vanners,  the  second 
vanners  completing  the  work  of  the  first.  The  maximum  size  of  grain  actually 
fed  to  vanners  in  some  of  the  stamp  mills,  as  shown  by  Table  314,  ranges  from 
0.41  to  1.13  mm.  (0.016  to  0.045  inch),  the  commonest  size  being  about  0.75 
mm.  (0.03  inch).  In  7  mills,  vanners  are  fed  with  middlings  from  convex 
revolving  slime  tables,  a  practice  which  is  logical  and  economical.  The  table 
middlings  are  free  from  the  fine  rich  slimes  which  are  difficult  for  the  vanner 
to  handle.  This  plan  was  adopted  in  Mill  30  to  displace  the  practice  of  sending 
coarser  material  from  classifiers  to  tables,  and  finer  to  vanners,  with  greatly  im- 
proved results.  In  Mills  78  and  79  the  concentrates  from  canvas  tables  are 
finished  on  end-shake  vanners,  with  the  object  of  enriching  an  already  high 
grade  product  without  special  regard  for  clean  tailings;  but  in  these  cases  very 
exceptional  adjustments  are  required  (see  the  Gates  vanner,  §483).  The  tail- 
ings are  re-treated  on  special  canvas  tables. 

In  regard  to  classifying  pulp  for  vanners,  it  must  be  remembered  that  a  classi- 
fier will  not  do  satisfactory  work  unless  the  quantity  of  feed  water  is  regular. 
The  feed  probably  is  regular  in  all  the  cases  of  classification  shown  in  Table 
314.  This  table  shows  that  vanners  are  fed  with  classified  pulp  from  hydraulic 
classifiers  in  one  mill ;  from  surface  current  classifiers  in  one  mill ;  from  whole 
current  classifiers  in  eight  mills;  and  from  a  whole  current  classifier,  mixed 
with  the  finest  jig  tailings,  in  one  mill.  Tailings  from  the  finest  jigs  go  directly 
to  vanners  in  one  mill.  Vanners  receive  the  overfiow  of  hydraulic  classifieii 
in  five  mills;  and  the  overfiow  of  whole  current  classifiers  in  one  mill.  Fraser 
&  Chalmers  hold  that  it  is  not  wise  to  classify  the  feed  to  vanners  if  it  is  finer 
than  30-mesh,  or  40-mesh  at  the  utmost  limit,  and  in  no  case  where  the  water 
quantity  varies.  The  Union  Iron  Works  hold  that  it  is  not  wise  to  classify  pulp 
for  vanners  unless  it  is  rich  in  sulphurets,  which  slime  easily,  noting  that  the 
classifier  adds  one  more  apparatus  to  be  attended,  and  loses  two  or  three  feet 
of  mill  head  without  compensating  advantages,  except  as  just  indicated.  In 
one  of  the  gravity  stamp  gold  mills  on  the  author's  list,  hydraulic  classifiers  were 
tried  on  pulp  stamped  through  a  SO-mesh  screen ;  but  the  result  was  unsatisfac- 
tory on  account  of  frequent  variations  in  the  water,  due  to  hanging  up  part  of 
the  stamps  or  to  other  causes.  The  vanner  treating  the  first  spigot  varied  from 
normal  load  to  a  great  overload,  while  the  last  of  the  series  varied  from  no  load 
at  all  to  so  much  water  that  it  would  wash  off  all  the  ore  from  the  vanner.  On 
the  other  hand,  Fraser  &  Chalmers  report  successful  work  at  the  Columbia  mill, 
Marshall  Basin,  Colorado,  with  pulp  stamped  through  a  ^O-mesh  screen  and  sent 
to  a  hydraulic  classifier.  The  first  spigot  went  to  a  corrugated  belt  vanner  which 
treated  14  tons  in  24  hours;  the  three  remaining  spigots  going  to  smooth  belt 
vanners,  the  classification  increasing  the  capacity  of  each  of  these  from  5^  tons 
to  7  tons  in  24  hours. 

Vibrations. — The  number  of  vibrations  recommended  by  the  manufacturers 
for  a  plain  belt  Frue  vanner,  with  a  throw  of  one  inch,  is  180  to  200  per  minute; 
for  the  corrugated  belt  it  is  194  to  210 ;  above  210  are  said  to  strain  the  machine. 
In  the  mill  practice,  the  number  was  found  to  range  from  160  to  216,  but  180 
to  200  are  most  common  (see  Table  314).  For  end-shake  vanners  the  number 
ranges  from  200  to  240,  but  the  amount  of  throw  with  the  high  speed  is  less 
than  one  inch.  The  amount  of  vibration  is  generally  one  inch  in  all  the  standard 
vanners,  but  some  designs  have  the  eccentrics  adjustable  for  greater  or  less  throw, 
to  suit  varying  conditions.  The  Gates  fine-pulp  vanner  uses  a  throw  of  only 
y\  inch.     In  general  the  greater  the  throw  the  more  the  pulp  is  liquified.     ■  ' 
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The  number  of  vibrations  and  amount  of  throw  are  interdependent  and  must 
be  cbnsidered  together.  If  a  high  speed  is  adopted,  a  small  throw  must  be  used 
to  prevent  injury  to  the  machine  and  allow  the  concentrates  to  settle;  and  vice 
versa,  if  a  low  speed  is  adopted  a  long  throw  should  go  with  it  in  order  to  soften 
the  pulp  suflSciently  to  allow  the  quartz  to  rise  to  the  upper  layer. 

§  487.  The  travel  of  the  belt  is  the  adjustment  on  which  the  mill  man  chiefly 
Tehes  for  regulating  the  vanner.  For  the  smooth  belt,  Eraser  &  Chalmers  recom- 
mend 24  to  36  inches  per  minute ;  and  that  found  in  the  mills  ranges  from  18 
to  85  inches  per  minute,  24  to  45  inches  being  most  common.  The  travel  of 
the  corrugated  belt  is  generally  faster  than  of  the  smooth  belt.  The  purpose 
of  the  belt  travel  is  to  carry  up  the  concentrates  to  the  upper  end.  If  it  is  too 
rapid  it  will  carry  up  quartz  into  the  concentrates,  and  if  it  is  too  slow  it  will 
allow  concentrates  to  be  washed  down  into  the  tailings. 

The  slope  ot  the  concentrating  plane  recommended  by  Eraser  &  Chalmers,  is 
from  3  to  6  inches  in  12  feet;  that  found  in  the  mills  ranges  from  1^  to  8.8 
inches,  3  to  5  inches  being  most  common.  When  a  corrugated  belt  is  used,  the 
inclination  is  greater  than  with  a  smooth  belt  by  2  or  3  inches  in  12  feet.  The 
amount  of  slope  is  all  important :  too  much  sends  the  valuable  mineral  into  the 
tailings;  and  too  little  sends  the  quartz  into  the  concentrates,  and  tends  to  make 
the  bed  too  thick,  and  to  form  banks  on  the  sides  of  the  side-shake  vanners. 

The  quantities  of  water  used  on  vanners  in  several  mills,  and  those  recom- 
mended in  Fraser  &  Chalmers^  catalogue,  are  given  in  Table  316.  On  Frue 
vanners  in  the  mills,  the  quantity  fed  with  the  pulp  varies  from  2  to  7.5  gallons 
per  minute,  and  the  wash  water  varies  from  1  to  2.80  gallons  per  minute.  The 
pulp  fed  to  these  vanners  contains  from  1.6  to  7.6  tons  of  water  per  ton  of  ore ; 
the  total,  including  the  wash  water,  ranging  from  2.4  to  10.7  tons  of  water  per  ton 
of  ore.  It  will  be  noticed  that  the  Woodbury  end-shake  vanners  in  Mill  61  each 
receive  18  gallons  of  water  per  minute  in  the  pulp  and  use  2.75  gallons  for  wash 

TABLB  316. — WATEB  U8BD  ON  VANNERS. 


Frue  Vanners. 


■m  or  Autbority. 


Water— Gallons  per  Vanner 
per  Minute. 


Fed  with 
Pulp. 


For 
cleaninic 

Jets 

aboveand 

below. 


Total  on 
Belt 


Sand  in 
94  Hours. 


Ratio  bv 
Weigbl 
of  Feed 
Water  to 
Dry  Sand 


Ratio  by 
Weight 
of  Total 
Water  to 
Dry  Sand 


Width  of 
Belt. 


Slope. 

Inches  in 

18  Feet. 


TraTel. 
Inches 


Ifliral 


lUte. 


68., 
87.. 


S.OO 
5.M 


1.00 
1.74 


64 

68 

66,  ft  and  71.. 
75 


Fraser  ft  Chalmers 


7.60 
6.00 
4.96 
6.00 
6.00 
(1.60 
(3.00 


1.94 

1.00 

1.125 

9.80 

1.00 

1.00(a) 

1.60 


8.00 
6.78 
19.07 
8.74 
6.00 
6.876 
7.80 
6.00 
9.60 
4.60 


Tons. 

V* 

7\  to  lOf 


1.6 
7.6 


6.8 
6.9 
9.0 
8.9 
6.6 
9.8 
8.0 


9.4 
10.9 
7.1  to  10.7 
6.8 
8.9 
9.6 
6.0 
6.6 
8.8 
4.6 


Feet 


48 

94 

45 

86  to  79 


2HtoJ% 
8  to  6 


87  to  10 
94  to  86 


TuUoch  Vannei^B. 

74 

4.96 

1.196 

6.875          19H 

9.0 

9.6 

m 

Triumpn  Vaoners. 

59 

10.40 
12.67 

7*tol0f 

16.7 
7.1  to  10.7 

4 

6 

8 

6.4 

96   ' 

69 

48 

Woodbury  End-shake  Vanners. 

n 

18.00 

9.76 

90  75 

16 

7.9 

8.8 

6 

«8 

72 

(a)  The  quantities  griven  in  this  column  by  the  mills  include  the  water  used  in  the  spray-pipes  beneath; 
but  those  given  by  Fraser  &  Chalmers  do  not  include  that 
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water;  but  these  machines  treat  an  unusually  large  quantity  of  ore  (15  tons  in 
24  hours). 

The  quantity  of  water  is  all  important ;  too  much  washes  the  valuable  mineral 
into  the  tailings,  too  little  allows  the  quartz  to  pass  up  into  the  heads.  It  is 
well  both  for  economy  of  water  and  for  the  saving  of  slimes,  to  use  as  little 
water  as  will  do  the  work.  In  Mill  69  the  denser  pulp  of  a  single  issue  battery 
is  found  to  be  decidedly  better  material  for  treating  on  a  vanner  than  the  thin- 
ner pulp  of  a  double  issue  battery.  Clayey,  talcose,  slaty  and  calcareous  ores 
all  form  a  glutinous  pulp  and  should,  therefore,  be  more  dilute  than  quarts 
ores.  Talc  may  even  form  a  slippery  coating  on  the  belt,  which  needs  to  be 
brushed  oflE  from  time  to  time  with  a  corn  broom. 

Travel,  slope  and  pulp  water  all  depend  upon  each  other,  and  must  therefore 
be  discussed  together.  To  carry  oflf  quartz  more  rapidly  toward  the  tail  of  the 
machine,  we  may  either  decrease  the  travel,  increase  the  slope,  or  increase  the 
pulp  water.  Conversely,  to  carry  pyrite  more  rapidly  toward  the  head  of  the 
machine,  we  may  increase  the  speed  of  travel,  decrease  slope  or  decrease  pulp 
water.  Two  or  even  all  three  of  these  adjustments  may  be  changed  at  the  same 
time. 

In  regard  to  slope  and  travel,  it  will  generally  be  found  that,  with  other  condi- 
tions remaining  the  same,  steep  slope  needs  high  speed  of  travel,  and  gentle 
slope  needs  slow  speed.  This  is  illustrated  in  Mill  71,  for  which  two  slopes  are 
recorded,  and  the  steeper  slope  is  accompanied  by  the  faster  travel  (see  Table 
314).  There  are  three  chief  qualities  of  pulp  which  will  call  for  variation 
in  the  slope  and  travel.  They  are :  specific  gravity  of  the  heads  and  of  the  tail- 
ings; relative  quantities  of  heads  and  tailings;  and  the  size  of  the  grains.  If 
the  heads  are  of  low  specific  gravity,  they  may  need  more  rapid  travel  or  gentler 
slope,  or  both,  than  when  they  are  of  high  specific  gravity.  If  the  tailings  are 
of  high  specific  gravity,  they  will  probably  need  steeper  slope  or  slower  travel,  or 
both,  than  would  be  the  case  with  tailings  of  lower  specific  gravity.  If  the 
percentage  of  concentrates  is  large,  a  quick  travel  must  be  used  to  prevent  the 
sheet  of  heads  from  being  abnormally  thick,  because  a  thick  sheet  of  heads  will 
entangle  much  quartz.  A  steep  slope  will  then  be  needed  to  take  away  the 
quartz.  If  these  changes  are  not  made  and  the  machine  is  run  normally,  the 
quantity  of  feed  will  have  to  be  less  than  it  would  be  if  it  contained  a  smaller 
percentage  of  heads.  Very  fine  pulp  will  be  treated  best  with  steep  slope  and 
rapid  travel,  and  with  but  little  water  in  ;the  pulp.  Under  the  special  condi- 
tions of  Mill  78,  where  very  fine  slimes  are'  being  treated,  we  find  );he  extraordi- 
nary slope  of  li  inches  in  one  foot,  and  ti^avel  of  85  inches  per  minute.  This 
steep  slope  is  necessary  because  fine  pulp  tnust  be  treated  in  a  thin  film;  and, 
with  the  steep  slope,  rapid  travel  is  required  in  order  to  prevent  the  pyrite  from 
being  washed  into  the  tailings.  Very  coarse  pulp  will,  in  the  author^s  opinion 
(although  positive  data  is  not  at  hand),  be  best  treated  with  gentle  slope;  and 
with  this  it  may  be  found  best  to  use  a  large  quantity  of  water,  and  slow  vibra- 
tions of  very  long  throw.  This  combination  may  cause  the  pulp  to  slop  over 
the  flanges  of  a  side-shake  vanner,  and  therefore  be  available  only  on  end-shake 
Tanners. 

The  proper  quantity  of  water  in  the  pulp  varies  inversely  with  the  slope  and 
directly  with  the  travel.  Where  the  slope  is  steep  or  the  travel  is  low,  the  quan- 
tity of  pulp  water  must  be  low  to  prevent  loss  in  tailings;  and  where  the  slope 
is  gentle  or  the  travel  is  high,  the  pulp  water  should  be  in  larger  quantity  m 
order  to  make  clean  heads  and  to  prevent  the  bed  from  becoming  too  thick  and 
forming  side  banks. 

The  bed  of  pulp  on  the  belt,  when  a  vannpr  is  running  plroperlyj  will  be  graded 
in  richness  from  the  head  to  the  tail  end,  the  heads  being  nearly  free  from  gangue^ 
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the  tailings  nearly  free  from  concentrates.  Four  or  five  per  cent,  of  quartz  are 
commonly  allowed  to  go  into  the  heads  for  the  sake  of  preyenting  the  tailings 
from  carrying  off  too  much  value.  The  great  length  of  the  concentrating  plane 
is  provided  because  the  removal  of  the  heavy  mineral  from  the  gangue  takes 
place  gradually.  The  author  is  of  the  opinion  that  in  ordinary  practice  the  best 
thickness  of  the  bed  from  the  pulp  distributor  to  the  tail  roller  is  from  0.15  to 
0.20  inch  over  the  little  rollers;  and  he  believes  it  should  never  be  more  than 
0.25  inch  thick.  It  will  of  course,  be  somewhat  thicker  between  adjacent  rollers. 
If  the  bed  is  too  thick  it  will  "felt"  (form  a  peculiar  hard  cake),  which  pre- 
vents the  separation  of  the  minerals.  With  a  thick  bed  in  the  case  of  fine  pulp, 
a  side-shake  vanner  may  set  up  waves  from  each  side  of  the  belt,  and  if  these 
opposite  sets  of  waves  happen  to  coincide  they  will  produce  longitudinal  banks 
and  gutters  all  the  way  across  the  belt  Good  separation  cannot  be  made  in 
these  banks,  while  in  the  gutters  there  will  be  rapid  currents  that  will  tend  to 
carry  concentrates  into  the  tailings. 

The  average  thickness  over  the  little  rollers  is  given  from  seventeen  mills  in 
Table  317.  These  measurements  were  made  with  the  special  gauge  described  in 
§884. 

The  number  of  grains  in  the  depth  of  the  ore  bed  is  important.  A  bed  0.2 
inch  tiiick,  with  grains  0.02  inch  (0.5  mm.)  in  diameter,  is  ten  grains  deep  and 
permits  easy  separation.  If  it  was  0.5  inch  thick  it  would  be  25  grains  deep, 
and  the  work  of  separation  difficult.  It  is  evident,  then,  that  the  finer  the  pulp 
the  thinner  should  be  the  oed.  In  Mill  78  the  bed  is  exceptionally  thin  (0.08 
inch),  which  is  necessary  because  that  mill  is  treating  an  unusually  fine  product. 
Table  317  shows  that  on  26  vanners  in  7  mills  the  number  of  maximum  grains 
depth  of  the  bed  ranges  from  5  to  21,  the  most  common  numbers  being  5,  6  and 
7.  To  calculate  these  numbers  the  diameters  of  the  maximum  grains  were  de- 
termined from  the  size  of  holes  in  the  stamp  mill  screens.     Since  in  stamp  mill 


TABLE  317. — ^AVBRAGB  DEPTHS  OF  PULP  BED  ON  VANNERS,  MEASUBED  ABOVE  THE 

LITTLE  ROLLERS. 

Mm 

Na 

Kind  of 
Vanner. 

Number  of 
Measures 
ATeraged. 

Depth  of 
Puip  Bed. 

Number  of 

Grains  in 
the  Depth 
of  the  Bed. 

Mill 
No. 

Kind  of 
Vanner. 

Number  of 

Depth  of 
Pulp  Bed. 

Number  of 
Mnzimuix 
Orains  in 
theDAnfh 
ofthfiB^^d. 

90  . 

Pruo. 

Frue. 

Frue. 

Frue 

Frue. 

Frue. 

Frue. 

Frue. 

Frue 

Tullocb  (a). 

Frue 

Frue 

Triumph... 
Triumph. . . 
Triumph... 
Triumph. . . 

Frue. 

Frue. 

Triumph... 
Triumph... 

Frue. 

Frue, 

6 

Inches. 
0.18 
0.11 
0.11 
0.12 
0.27 
0.24 
0.16 
0.28 
0.20 
0.18 
0.43 
0.85 
0.16 
0.21 
0.27 
0.14 
0.29 
0.88 
0.28 
0.88 
0.10 
0.17 

61... 
02.... 

66.... 

88.... 

71.... 

72.... 
74  ... 

78.... 
82.... 

Woodbury. 
Triumph... 

Frue 

Union 

Union 

Union 

Frue 

Frue 

Frue 

Frue 

Frue. 

Frue 

Frue 

Frue 

Frue 

Woodbury. 

Frue. 

Frue 

Gates 

Frue 

Frue 

Frue 

9 
7 
8 
6 
6 
8 
8 
8 
8 
8 
4 
4 
4 
8 
8 
8 
9 
4 
2 
4 
4 
4 

Inches. 
0.15 
0.17 
0.21 
0.14 
0.16 
0.16 
0.16 
0.17 
0.17 
0.20 
0.21 
0.16 
0.12 
0.28 
0.16 
0.19 
0.19 
0.17 
0.08 
0.19 
0.48 
0.86 

5 
6 
7 
5 
6 
5 
5 
6 
0 

85  ... 

as.... 

so.... 

41.... 

w.... 

14 
11 
0 
7 
9 
5 
IS 
15 
12 
15 

10 
8 
6 

48.... 

<X)    . 

9 
21 

18 

(a)  Measured  at  the  middle  of  the  belt. 


pulp  the  majority  of  the  grains  are  quite  small,  compared  to  the  maximum,  it 
follows  that  the  actual  number  of  grains  in  the  depth  of  the  bed  is  larger  than 
that  given  in  the  table  in  each  ease. 


662 


OBB  DBB88INQ. 


§  488 


To  properly  run  a  corrugated  belt,  the  bed  should  be  thinner  than  on  a  plain 
belt,  and  have  almost  no  edge  banks.  This  is  accomplished  by  a  steep  slope. 
The  logic  of  this  is  that  the  catching  power  of  the  belt  is  so  great  that  we  can 
aflford  to  flow  the  quartz  oflE  to  the  tail  more  rapidly ;  and  we  thereby  increase  the 
cj^acity  of  the  machine. 

With  a  vanner  properly  adjusted  the  depth  of  the  bed  will  be  very  nearly  uni- 
form. The  following  figures  from  a  vanner  in  Mill  71  are  given  as  representing 
a  well  adjusted  machine:  Depth  on  roller  No.  5  (just  below  pulp  distributor)^ 
0.19  inch;  depth  on  roller  No.  6,  0.14  inch;  depth  on  roller  No.  7,  0.15  inch; 
depth  on  roller  No.  8,  0.15  inch ;  depth  on  roller  No.  9,  0.16  inch;  depth  on  roller 
No.  10,  0.15  inch;  depth  on  roller  No.  11,  0.18  inch;  depth  on  roller  No.  \2r 
(tail  small  roller),  0.14  inch. 

If  the  concentrating  plane  is  true,  there  may  be  a  slight  tendency  of  the  bed 
to  thin  from  the  distributor  toward  the  tail  roller;  but  in  the  last  instance, 
from  Mill  39,  shown  in  the  following  list,  since  the  slope  of  the  belt  was  about 
normal  (3}  inches  in  12  feet)  the  greatly  decreased  depth  toward  the  tail  is  due 
to  either  too  rapid  travel,  too  little  slope  or  too  little  water. 


Mill  88. 

MUl  88. 

MiU  39. 

Little  roller  No.  6  (a  littie  below  pulp  distributor) 
I Jttle  roller  No  8 

Incheii. 
0.11 
0.88 
0.86 
0.88 

Inches. 
0.18 
0.18 
0.10 
0.88 

iDcbeiL 
0.45 
0.88 
O.80 
0.18 

Little  roller  No.  10. 

Tiittle  roUfo*  No.  12  fth^  tail  fimall  rr>llf>r> 

If  the  belt  is  untrue,  the  measurements  of  the  bed  show  it.  The  first  two  col- 
umns of  figures  in  the  above  list  (from  Mills  38  and  39)  show  a  bad  depression,, 
increasing  toward  the  tail,  due  to  the  rollers  being  out  of  line.  The  measure- 
ments also  show  whether  the  side  adjustments  are  keeping  the  bed  even  from  side 
to  side.  In  Mill  35,  measures  were  taken  at  the  two  ends  of  one  single  little 
roller  half  way  down  the  vanner.  At  one  end  the  bed  was  0.094  inch  deep,  at 
the  other  end  0.145  inch  deep,  showing  need  of  side  adjustment. 

If,  on  a  side-shake  vanner,  thick,  dead  banks  form  on  both  sides  of  the  belt,, 
they  indicate  that  the  bed  is  too  thick,  caused  either  by  too  rapid  travel,  too  gen- 
tle slope,  or  too  little  water  in  the  feed  pulp.  Changing  either  of  these  adjust- 
ments will  effect  a  cure;  but  to  decide  which  to  use,  the  mill  man  should  try 
them  all,  one  at  a  time,  and  adopt  that  which  removes  the  evil  and  at  the  same 
time  gives  the  cleanest  tailings.  If  the  sand  and  water  are  not  evenly  distributed 
upon  the  belt,  first  be  sure  that  all  the  parts  of  the  machine  are  in  line,  that  the 
slack  is  taken  up,  and  that  there  is  no  jar  or  bump  in  the  machine.  If  a  bank 
still  forms  on  one  side,  it  indicates  that  the  shaking  frame  is  not  vibrating- 
equally  in  both  directions  upon  the  toggles.  The  under  toggle  blocks  on  the  main 
frame  must  then  be  adjusted  by  slackening  their  bolts  and  tapping  them  with  & 
hammer,  to  overcome  this  imeveness.  They  should  all  be  moved  toward  the 
side  that  has  no  bank.  If  this  is  not  sufiicient,  the  shaft  boxes  may  be  moved 
toward  the  belt  if  the  bank  is  on  the  further  side,  or  away  from  the  belt  if  it 
is  on  the  nearer  side. 

§  488.  Capacity  op  Vannebs. — Praser  &  Chalmers  give,  as  the  capacity  of 
a  4-foot  Frue  vanner,  4  to  6  tons  in  24  hours  for  stamp  mill  pulp,  which  has 
passed  through  a  screen  with  fifty  holes  to  the  linear  inch,  and  6  to  8  tons  if  the 
pulp  is  a  trifle  coarser.  Table  314  shows  4-foot  side-shake  vanners  in  15  mills, 
treating  from  4  to  12^  tons  in  24  hours,  with  an  average  of  7-|  tons.  Of  9  six- 
foot,  side-shake  vanners,  treating  from  6  to  16^*  tons  in  24  hours,  the  average 
capacity  is  9|  tons.    Two  end-shake  vanners,  with  4-foot  belts,  treat  respectively 

*  The  ▼aimer  treating  18H  tons  sends  its  taiUags  to  two  finishing  vanners. 
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3J  and  7J  tons  in  24  hours ;  and  five  end-shake  machines,  with  5-foot  belts,  treat 
from  5  to  15  tons  in  24  hours,  averaging  10  tons. 

To  be  driven  at  its  greatest  capacity,  a  vanner  needs  rapid  travel,  in  order  to 
prevent  the  sheet  of  concentrates  becoming  so  thick  that  the  gangue  cannot  sepa- 
rate from  it.  Steep  slope  must  then  be  used  in  order  to  carry  the  gangue  dowfl 
the  slope.  An  ore  with  a  large  percentage  of  concentrates  must  not  be  fed  as  fast 
as  one  that  contains  less  concentrates,  because  the  sheet  of  concentrates  would 
become  too  thick.  When  a  vanner  is  driven  beyond  its  natural  maximum  ca- 
pacity, some  concentrates  will  be  lost  in  the  tailings  for  lack  of  time  for  proper 
treatment.  Very  fine  ore  must  be  treated  slowly,  else  the  bed  will  be  too  thick 
even  if  the  slope  is  steep.  If  it  be  attempted  to  overcome  the  difficulty  by  dilu- 
tion with  water,  there  is  great  danger  of  loss  in  the  tailings. 

The  high  capacity  of  the  vanners  in  Mill  61,  where  one  5-foot  machine  treats 
15  tons  in  -24  hours  without  any  re-treatment  of  tailings,  and  saves  80%  of 
the  concentrates,  is,  in  the  author^s  opinion,  chiefly  due  to  the  unusually  steep 
slope  (8tV  inches  in  12  feet)  and  rapid  travel  (72  inches  per  minute),  though 
partly  to  tiie  fact  that  the  stamp  batteries  in  this  mill  are  adjusted  for  minimum 
sliming.  The  vanners  have  an  end-shake,  which  is  the  most  favorable  for  saving 
the  fines.  It  will  be  noticed  that  in  Mills  54  and  84,  where  the  tailings  of  one 
vanner  are  re-treated  on  two  other  vanners,  the  higher  capacity  of  the  first 
machine  is  accompanied  by  steeper  slope  and  faster  travel  than  is  found  on  the 
other  two;  and  under  similar  conditions  in  Mill  83  the  first  vanner  has  faster 
travel  and  higher  capacity  than  the  second.  In  the  three  mills  just  mentioned, 
the  first  set  of  vanners  receive  very  large  quantities  of  ore ;  and  if  the  contrary 
has  not  been  proved  by  trial,  it  is  an  open  question  whether  there  would  not  be 
a  closer  saving  by  distributing  the  feed  equally  to  all  the  vanners  in  the  first 
place.  In  Mill  54,  for  example,  there  are  6  six-foot  vanners,  each  treating 
16f  tons  in  24  hours,  followed  by  12  vanners  each  treating  8^  tons;  but  wilh 
the  suggested  change  each  of  the  18  vanners  would  only  receive  5(  tons,  and  there 
would  be  no  re-treatment. 

Power. — In  estimating  mill  work  Eraser  &  Chalmers  allow  i  horse  power 
per  vanner.  Preston  gives  ^  horse  power  as  common  California  practice.  In 
Mill  53,  12  vanners,  with  the  mill  shafts  for  driving  them,  are  reported  as  using 
10  horse  power.  At  Mill  59,  the  16  vanners  and  their  driving  shaft  require  7 
horse  power. 

Cost  of  Bbpaibs. — ^The  following  quotations  are  averages  for  single  vanners. 
Mill  64  gives  the  average  cost  of  repairs  for  five  years  including  belt  renewals, 
as  follows: 


Belt. 

Other  Ex- 
penaeii. 

Total 

]Pni6  TftDimr. •  •  • 

$19.18 
96.86 

$8.44 
6.60 

IS2.66 
81.86 

IViUEDph  ▼AniMMT.  .•••  t  ...... . 

Mill  41  reports  that  a  rubber  belt  costing  $120  is  worn  out  in  four  years  on  a 
Tnlloch  vanner.      Other  mills  report  expense  for  belts  as  follows : 


mi 

No. 

so.... 

M.... 


40.. 

vr.. 

68.. 


Average  Annual 
Expense  for 
One  Vanner. 


$81.66  to  947.60 

27.00  to  67.60 
SSlOO  to  67.60 

88.76 

86.00 
10.00  or; 

8.60 


Kind  of  Belt. 


Frue. 

Frue. 

BlaadeL 


Frue. 
Fnie. 


Frue. 


Kind  of 
Vanner. 


Frue. 
Fnie. 
Frue. 
Johnston. 
Frue. 
Frue. 


Frue. 


Mffl 
No. 


50. 


61.... 


76.. 
88.. 


Average  Annual 
Expense  for 
One  Vanner. 


IS8.8S 

48.00 
40.00  to  67.60 
About  60.00 
About  60.00 

80.00 

87.40 


Kind  Of  Belt 


Woodbury. 
Blaadel  smooth. 

Triumph. 
7-belt  Woodbury. 
18-belt  Woodbury. 
Frue. 
Frue. 


Kind  of 
Vanner. 


Triumph. 
Triumph. 
Triumph. 
Woodbury. 
Woodbury. 
Frue. 
Frue. 
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In  regard  to  these  costs,  it  should  be  noted  that  the  vanners  vary  in  duty  from 
those  in  Mill  24,  worked  night  and  day,  six  days  a  week,  to  those  where  the  mill 
stands  idle  a  good  deal  of  the  time.  The  author  has  not  the  facts  in  regard  to 
this. 

Mills- report  average  expense  for  a  single  vanner  per  year,  for  repairs  other  than 
belt  renewals,  as  follows: 


M0188.. 
MiU  57.. 
MiU75.. 
MU176.. 
Mm  88.. 


15.00 

Frue. 

7.77 

Frue. 

Not  over  10.00 

Fnio. 

8.40 

Frue. 

About  6.00 

Frue. 

MiU  86., 
MiU  57., 
MUISO., 
MiU  61. 


$10.00 
8.60 
7.00 
About  18.00 


Johnston. 
Triumph. 
Triumph. 
Woodbury, 


§489.  Vannee  Testing. — Investigating  the  work  of  vanners  by  sizing  tests 
and  by  assaying  the  different  sizes,  is  most  important,  as  it  shows  whether  the 
values  in  the  feed  and  in  the  tailings  are  contained  mostly  in  the  coarser  sizes  or 
in  the  finer.  Having  decided  this,  the  first  thing  to  consider  is  whether  the  van- 
ner adjustments  are  all  at  their^  best ;  and  then,  if  further  treatment  is  neces- 
sary, what  methods  are  applicable.  TWo  instances  of  such  investigations  are 
here  given : 

The  figures  from  Mill  68  (Table  318)  show  the  percentage  distribution  of 
values  in  the  coarse  and  fine  sizes  of  the  vanner  feed  and  products.  These  values 
are  computed  in  two  ways:  First,  based  on  the  original  sample;  and,  second, 
based  on  the  sum  of  the  screened  samples.  This  table  shows  how  important  is 
the  consideration  of  the  extremely  fine  slimes.  The  portion  of  the  feed  that  will 
pass  through  a  100-mesh  screen  contains  68.58  or  76.65%  of  all  the  gold  in  the 

TABLE  318. — SIZING  TESTS  OF  VANNER  FEED  AND  PRODUCTS  IN  MILL  68.     FED  FROM 
SINGLE  DISCHARGE  STAMPS   WITH  30-MESH  SCREENS. 


SiSM  of  Gnlu. 


of  Each 


Valu«6  per  Ton. 


Qoldftt 
$90.67  an 
Ounce. 


SUver. 
Ounces. 


Percentage  of  Tbtal  Vahiea. 


Gold. 


SilTer. 


Battery  pulp..- 


Original  sample. 


On  80  mesh 

Through  80  on  40 
**  40on  eo 
"  eOon  80 
"  80  on  100 
"      lOOmeah. 


94.18 


1.70 


o.oe 

0.18 
9.10 
11.98 
10.16 
68.68 


0.68 

8.06 
2.48 
8.78 
4.18 


0.60 

0.70 
0.90 
1.09 
8.09 


0.08 

4.64 
7.80 
9.16 
68.86 


0.08 

6.07 
8.04 
10.88 
76.66 


0.04 

8.78 
6.86 
6.61 
84.81 


0.04 

8.71 
6.88 
6.46 
88.88 


Totals  and  aTerages. . . 


99.97 


$8.70 


1.78 


89.48 


100.00 


100.96 


100.00 


Ooncentrates.. 


Original  sample. 


$41.84 


106.60 


On  80  mesh 

Through  80  on  60  mesh. 
60on  80     "    . 

•*         soon  100     "    . 

''       100  mesh. 


0.86 
8.81 
6.98 
8.46 
80.68 


8.06 
84.80 
87.70 
88.84 
46.80 


11.90 
61.19 
68.70 
84.40 
180.80 


0.01 
8.89 
4.64 
6.60 
90.18 


0.01 
8.80 
4.48 
6.86 
86.94 


0.06 
1.80 
4.88 

o.sr 

89.57 


008 
1.75 
4.88 
6.48 
87.61 


Totals  and  averages. 


0^.98 


$48.88 


111.16 


106.78 


99.99 


108.85 


99.99 


TkUUngs. 


Original  sample. 


$1.84 


1.89 


OnSOi 
Through  80  on  40  mesh. 
"        40  on  60     " 
60on  80 
80  on  100 
"       100 1 


0.01 
0.06 
6.81 

18.15 
9.68 

71.98 


0.41 

1.84 
1.84 
1.94 
1.84 


0.80 

0.90 
0.90 
1.00 
1.60 


0.08 

6.81 
18.16 

9.64 
71.97 


0.08 

6.81 
18.16 

9.64 
.71.97 


0.04 

8.64 

9.17 

7.47 

88.64 


0.04 

8.50 

8.88 

7.18 

80.46 


Totals  and  averages. . 


00.98 


$1.84 


1.84 


100.00 


100.00 


10S.96 


100.00 
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feed,  according  to  the  method  of  computation ;  in  the  heads  the  same  size  contains 
90.18  or  86.94%  of  all  the  gold  in  the  heads;  and  in  the  tailings  this  size  contains 
71.97%  of  all  the  gold  going  to  waste.  The  suggestion  is  that  if  this  fine  product 
in  the  tailings  was  separated  and  treated  on  canvas  tables^  followed  by  a  steep 
end-shake  vanner,  as  in  Mill  78,  a  good  addition  to  the  yield  might  be  made, 
especially  as  the  sulphurets  are  high  grade  (the  concentrates  carry  $110  value 
per  ton)  and  the  tailings  carry  about  40%  of  the  value  fed  to  the  vanner.  Since 
the  author's  visit,  however,  a  cyanide  leaching  plant  has  been  installed  to  treat 
the  tailings,  and  is  probably  covering  the  same  ground  in  another  way. 

The  figures  from  Mill  55  (Table  319)  show  44.68%  of  the  tailings  silver  and 
26.35%  of  the  tailings  gold  to  be  in  a  product  finer  than  200-mesh.  Consider- 
ing the  large  loss  in  tailings  and  the  high  value  of  the  concentrates  (about  $80.00 
per  ton),  it  was  decided  to  treat  the  tailings  in  a  canvas  plant  like  Mill  78,  and 
this  treatment  has  resulted  in  a  considerably  increased  saving. 

Another  method  of  vanner  testing,  closely  allied  to  the  above,  is  discussed  in 
§490. 

TABLE   319. — SIZING   OF   VANNER   FEED   AND   PRODUCTS    IN    MILL   55.      FED    FROM 
SINGLE  DISCHARGE  STAMPS  WITH   14-MESH  SCREENS. 


SlM  of  Qnbm. 

PBTOODtage 

of  Each 

Sise. 

Values  per  Ton. 

Percentage  of  Total 

Gold  at 

990.67  an 

Ounce. 

surer. 
Ounces. 

Gold. 

Silver. 

On  BO  mcflli • 

10.88 
88.G9 
14.61 
18.49 
80.60 

S8.51 
6.61 
7.08 
7.86 
4.96 

0.98 
8.78 
10.96 
18.88 
16.46 

6.84 
81.89 
17.06 
80.81 
96.11 

8.18 
80.41 
18.06 
17.45 
40.01 

Battery  pulp.. 

Through  ao  on  eOmetOi 

*'       WonlSW     "    

"      laOonaiO     "    

**     900  mesh 

100.00 

96.08 

18.80 

100.00 

100.00 

On  80  mesh 

4.96 
16.96 
17.89 
98.00 
80.18 

975.66 
111.69 
60.66 
47.54 
81.68 

81.70 
89.80 
89.40 
45.40 
66.10 

6.76 
88.74 
10.88 
18.87 
88.86 

8  00 

CoDoentntes.. 

Through  80  on  60  mesh 

"       eooniso    **    

"     laoonaoo    "    

'*       flOOmefih 

18.67 
18.67 
19.67 
61.00 

T6tal8  and  averages 

100.00 

956.40 

60.78 

100.00 

.  100.00 

On  80  mesh 

11.08 
98.00 
14.70 
11.60 
84.68 

99.69 
9.07 
1.94 
1.94 
1.94 

6.47 
5.70 
4.74 
5.14 
8.89 

18.16 
86.51 
11.17 
8.81 
86.86 

10.96 

Tamngt 

Through  90  on  80  mesh 

eooniao    '»    

"       laOondOO    »*    

**       900  m«ih 

94.51 
10.70 
9.16 
44.68 

100.00 

91.68 

6.61 

100.00 

100.00 

THE  PRINCIPLE  OF  VANNER  SEPARATION. 

§  490.  It  is  well  known  to  mill  men  that  vanner  tailings  carry  away  a  portion 
of  the  finest  grains  of  the  heavy  mineral^  and  it  is  often  stated  that  this  loss 
consists  of  only  a  (ew  accidental  particles.  The  author  believes,  however,  that 
when  ore  carrying  grains  ranging  from  a  diameter  of  0.75  mm.  down  to  the 
finest  slimes  is  treated  without  previous  classification,  a  considerable  percentage 
of  the  finest  particles  of  heavy  mineral  must  go  into  the  tailings ;  and,  just  as  in 
free  settling  and  hindered  settling,  finer  grains  of  heavy  mineral  are  balanced 
with  coarser  grains  of  quartz,  according  to  definite  ratios  (see  Tables  261  and 
307),  so  with  any  given  set  of  adjustments  of  a  vanner,  there  will  probably  be  a 
definite  ratio  between  the  maximum  diameters  of  quartz  and  of  heavy  mineral  in 
the  tailings.  This  ratio  will  be  called  the  agitation  ratio.  To  substantiate  his  opin- 
ion, the  author  has  only  to  point  to  Mill  78,  which  treats  tailings  from  the  well- 
run  vanners  of  Mill  71  by  means  of  a  hydraulic  classifier  and  canvas  tables.    The 
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spigot  product  from  the  classifier  carries  all  the  coarser  sizes  of'  quartz  with  prac- 
tically no  pyrite.  The  overflow  goes  to  canvas  tables  followed  by  a  specially  ad- 
justed finishing  vanner,  and  yields  a  final  product  amounting  to  about  1,000 
pounds  of  clean  pyrite  per  day,  while  the  vanners  of  Mill  71  yield  about  2 J  tons 
of  clean  pyrite  per  day.  That  is,  more  than  15%  of  the  pyrite  fed  to  the  vanners 
of  Mill  71  is  too  fine  to  be  saved  with  the  coarser  portion.  This  is  not  a  criticism 
of  Mill  71,  but  simply  shows  a  scientific  principle.  The  vanners  in  this  mill 
probably  save  all  they  can,  and  then  Mill  78  completes  the  work. 

As  a  preliminary  determination  of  the  agitation  ratio,  the  author  made  sizing 
tests  of  the  classifier  spigot  product,  and  of  the  final  concentrates  from  Mill  78, 
showing  the  sizes  of  quartz  and  of  pyrite  in  the  vanner  tailings  of  Mill  71 ;  and 
the  results  are  given  both  in  Table  320  and  on  the  cumulative  plot  Pig.  390. 


0.6 


0.1 


o.i  as  0.S 

'        j  I  Diameters  of  parUdeB,  In  mllllmetera. 

.    fiq.  3?0.-p-p;.OT  of  sizing  tests  (table  320)  to  determine  an 

AGITATION   RATIO   FOR   VANNERS. 

The  notes  in  the  table  show  that  the  three  coarsest  sizes  of  the  concentrates 
contained  a  very  little  quartz,  and  pyrite  only  in  cemented  grains,  and  that  the 
free  pyrite  in  the  next  four  sizes  was  respectively  0.1%,  0.1%  0.1%  and  1.8% 
of  hll  the  coiicentrates.  '  The  remaining  sizes  were  all  free  pjrrite.*  As  we  are 
coAcfemed  oilly  with  the  free  pyrite  in  this  product,  the  few  stray  quartz  and  ce- 
mented pyrite  grains  ^^re  disregarded  in  plotting.  For  plotting  the  quartz 
burve,  on  the  other  hiand,  the  figures  in  the  table  require  no  modification.  Re- 
ferring to  Fig.  390,  it  will  be  noticed  in  the  case  of  both  quartz  and  pyrite  that  a 
line  drawn  through  the  points  representing  the  few  coarsest  grains  has  a  very 
diffeitent  direction  froni  the  rest  of  the  curve;  in  fact,  there  is  apparently  a  sig- 
ttifiediit  point  oh  each  curve  {a  and  &).  The  few  grains  coarser  than  a  and  6 
atfe?  hisi^ificant  in  quantity  and  may  be  disregarded.     Practically,  then,  the 


'.*  The  method  of  very  fine  sising  is  deseiibed  in  $  ^1. 
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TABLB  320. — SIZING  TESTS   FROM   MILL   78,   TO  DETERMINE  AN   AGITATION  RATIO 

FOR  VANNERS. 


Spigot  Product  from  1 
Classifier,  (a)         \ 

Concentrates  from  the  Finishing  Vanner  that  Follows  the  Canvas  Tables. 

SizeiD 
UiUimetera. 

Percent. 

Sisein 
MiUinieters. 

Percent. 

0  960-0  788 

0.08 
O.l 
0.6 
6.4 
17.0 
87.7 

18.8 

15.9 

8.7 

1.8 

8.6 
1.8 
0.4 
0.1 
0.8 

0  708-0.666 

0  566-0  487 

0.487-0.871 
0.871-0.8TO 

o.aro-0.159 

0.150-0.119 

0.119-0.074 

0.074-0.068 

0.009-0.047 

O.O47-O.084 
O.O84-O.O06 
0.085-0.019 
0.0194).018 
Fines 

0.487-0.871 
0.871-O.870 
0.870-0.159 

0.159-0.119 

0.119-0.074 

0.074-0.069 

0.069-0.087 

0.087-^.086 
0.086-0.080 
0.080-0.015 
0.015-0.010 
Fines 

0.8 
0.4 
0.9 

»..] 
1.,] 

0.4 

8.7  1 

8.6 
18.4 
20.1 
86.6 
80.9 

Lumps  of  fine  pyrite  cemented  together  by  oxidation. 

Same  as  above,  with  a  few  grains  of  quartz. 

Same  as  above,  with  more  grains  of  quarts. 

Mostly  pyrite  and  quarts  cemented  together.    Free  pyrite 

estimated  at  0.1%  of  whole  sample. 
About  three-fourths  quarts.    Rest  mostly  cemented  lumps  of 

pyrite.    Free  pyrite  estimated  at  0.1%  of  whole  sample. 

About  half  quarts.    Some  cemented  lumps  of  pyrite.    Free 
pyrite  estimated  at  1.8IK. 

•  Pretty  dean  pyrite. 

(a)  All  sizes  of  the  spigot  product,  except  the  last,  are  practically  clean  quartz. 

maximum  size  of  quartz  (a)  is  0.427  mm.,  and  pyrite  (6)  is  0.040  mm.,  giving 
an  agitation  ratio  (-^)  of  10.7.  This  ratio  will  be  much  affected  by  the  way 
the  vanners  are  run,  and  will  probably  be  a  maximum  only  when  the  pulp  bed  is 
thin  (not  more  than  0.2  inch  thick)  and  all  the  adjustments  are  made  to  the 
best  advantage.  A  thick  bed  will  send  coarse  pyrite  into  the  tailings  and  so  re- 
duce the  ratio.  The  average  depth  found  in  Mill  71  was  0.16  inch,  so  that  the 
ratio  10.7  was  obtained  under  favorable  conditions.  The  detennination  of  the 
ratio  in  any  mill  is  a  good  test  as  to  whether  or  not  the  vanners  are  well  run. 

B. — ^BUMPINO  AND   JeRKINQ    TABLES. 

These  machines  use  mechanical  agitation  to  bring  the  heavy  grains  and  the 
light  grains  into  their  respective  layers  on  a  washing  surface;  and  they  use  a 
bumping  or  jerking  action  to  convey  the  heavy  grains  to  one  side  or  end  of  the 
machine,  while  the  current  of  surface  water  conveys  the  light  grains  to  another 
side  or  end. 

Bumping  and  jerking  tables  are  divided  into  two  classes: 

I.  Side-bump,  which  have  the  bump  or  jerk  at  right  angles  to  the  flow  of  the 
water; 

II.  End-bump,  which  have  the  bump  or  jerk  in  the  opposite  direction  from 
the  flow  of  the  water. 

The  side-bump  tables  may  be  sub-divided  into  (a)  those  having  plane  surfaces 
and  (6)  those  having  riffled  surfaces. 


la, — SIDE-BUMP  TABLES  WITH  PLANE  SURFACES. 

§  491.  The  Rittinger  Table  was  the  first  of  this  class.  It  uses  a  cam,  spring 
and  bumping  post  to  convey  the  heavy  layer  of  concentrates  to  one  side ;  and  a 
film  of  water  flowing  at  right  angles  to  the  direction  of  the  bump  to  convey  the 
light  layer  of  waste  down  the  slope  to  the  proper  place.  The  table  is  8  feet  long 
by  4  feet  wide,  and  is  generally  mounted  in  pairs,  with  a  dividing  partition.  It 
is  suspended  upon  four  rods,  and  the  slope  is  regulated  either  by  chains  at  the 
upper  ends  of  these  rods,  winding  upon  drums,  or  by  elevating  nuts.  The  slope 
recommended  by  Eittinger  varies  from  6°  for  the  coarsest  to  3*"  for  the  finest 
slimes. 
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The  feed  pulp,  which  must  be  a  classified  product,  is  distributed  upon  one 
corner  of  the  head  of  the  table,  over  a  width  of  8  to  12  inches,  and  the  agitation 
immediately  separates  the  heavy  and  light  minerals  into  layers.  The  bumping 
action  is  produced  by  a  caih,  which  pushes  the  table  toward  one  side,  a  spring 
which  forces  it  back,  and  a  bumping  post,  which  stops  it  suddenly  on  its  return. 
This  action  causes  the  ore  particles  to  move  across  tiie  table  by  jerks,  while  the 
wash  water,  which  is  fed  over  the  remainder  of  the  head,  causes  them  at  the 
same  time  to  move  down  the  slope,  the  light  ones  more  rapidly  than  the  heavy. 
The  combination  of  these  two  actions  yields  the  mineral  particles  spread  out  like 
a  fan,  with  the  heaviest  mineral  pushed  farthest  across  the  table,  the  middle 
weight  mineral  next,  and  the  lightest  least.  By  properly  placing  dividing  fingers 
at  the  foot  of  the  table,  each  of  these  products  may  be  guided  into  its  own 
box.    Endwise  motion  of  the  table  is  prevented  by  guides. 

The  action  of  the  table  is  seriously  interfered  with  by  the  bank  of  quartz 
sand  which  turns  the  current  of  wash  water  so  that  the  film  is  not  of  the  same 
thickness  all  over  the  table,  as  the  theory  seems  to  demand  that  it  should  be. 
Instead,  it  is  harmfully  concentrated  into  a  stream  of  considerable  cutting  power 
along  the  line  where  the  best  separation  should  take  place.  This  cutting  stream 
impairs  the  action  of  the  machine  and  prevents  it  from  making  as  clean  tailings 
as  one  would  expect.  Improved  results  (both  qualitative  and  quantitative)  have 
been  obtained  by  applying  the  wash  water  from  a  diagonal  spray  pipe  instead  of 
from  a  box  at  the  head.*^ 

For  the  coarsest  slime  a  wooden  table  makes  120  bumps  a  minute;  for  finer 
material  150,  and  for  the  finest  180  to  240.  The  length  of  throw  is  from  l\  inches 
for  the  coarsest,  down  to  ^  or  f  inch  for  the  finest.  The  capacity  varies  from 
155  pounds  (dry  weight)  of  coarser  to  55  pounds  of  fine  slimes  per  hour,  the 
corresponding  amount  of  water  with  the  pulp  varying  from  1.6  gallons  to  0.8 
or  0.9  gallon  a  minute,  and  the  amount  of  wash  water  from  5.28  to  3.17  gallons 
a  minute." 

Various  materials  have  been  used  for  the  table  surface — ^wood,  iron,  zinc,  glass, 
marble,  slate,  cement  and  rubber.  With  wood,  some  care  has  to  be  used  to  keep 
the  surface  smooth,  but  on  the  whole  this  has  been  found  the  most  satisfactory, 
though  a  covering  of  rubber  has  in  some  cases  been  found  an  improvement. 
It  should  be  noted  that,  unless  the  rubber  is  fairly  thick,  it  is  hard  to  keep 
smooth.  Marble  and  glass  are  very  liable  to  breakage,  especially  the  former. 
In  one  case  marble  was  found  inferior  to  iron,  because  the  surface  was  too 
smooth.^**    Iron  makes  the  table  very  heavy,  and  so  increases  the  power  used. 

At  Bleiberg,  Belgium,*'  on  Rittinger  tables  treating  a  galena-blende  ore,  the 
tailings  contained  about  2%  of  lead,  while  the  blende  product  was  wholly  free 
from  lead.  It  was  found  that  this  galena  was  in  extremely  thin  scales,  which 
floated  and  were  carried  off  by  the  water.  By  laying  a  straight,  thin  cleat  from 
the  feed  side  to  the  galena  discharge,  the  difficulty  was  overcome.  In  case  one 
such  cleat  was  not  enough,  a  second  was  placed  lower  down  on  the  table.  This 
same  device  was  introduced  at  Steinenbriick  and  at  Welkenraedt. 

The  shock  due  to  the  bump  of  the  table  is  transmitted  to  the  mill  frame;  and 
at  Dam,  Belgium,  in  order  to  prevent  this,  two  tables  were  arranged  to  strike 
simultaneously  against  opposite  sides  of  a  bumping  post  placed  between  them.** 

K&v&n  found  that  equally  good  work  could  be  done  with  a  table  only  5  feet 
long  as  with  the  usual  length  of  8  feet.  The  lightness  of  his  table,  which  has  a 
wooden  surface,  permits  a  more  rapid  shake,  which  increases  the  capacity,  and 
decreases  the  necessary  amount  of  water.** 

Parsons,  at  Mill  25,  drives  two  double  tables  from  one  shaft,  by  using  a  double 
ficrew-threaded  cylindrical  cam,  which  forces  the  two  double  tables  apart  from 
each  other,  while  opposing  springs  force  the  tables  to  come  back  and  strike  each 
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other.  Thus  the  bumping  post  is  done  away  with,  and  with  it  nearly  all  the  con- 
sequent shock  to  the  mill  frame.  The  dimensions,  slope  and  shakes  of  Parsons' 
machines  are  shown  in  Table  322.  Their  surfaces  are  of  wood,  coTered  with  en- 
amelled duck.  The  feed  apron  for  the  pulp  is  lOJ  inchesr  wide.  The  wash 
water  comes  from  two  J-ineh  cocks  and  a  tiiird  is  provided,  but  not  used.  Each 
double  No.  1  table  treats  5  tons  of  pulp  (dry  weight)  in  24  hours,  and  there  are 
24  of  them  to  treat  the  spigot  products  of  the  No.  5  surface  current  classifier. 
A  double  table  uses  1,200  gallons  of  wash  water  in  24  hours.  Assays  of  products 
are  as  follows :  Peed  to  No.  1  table  contains  9.46%  lead ;  tailings  of  No.  1  table 
contain  1.89%  lead;  feed  to  No.  2  table  contains  6.23%  lead;  tailings  of  No»  2 
table  contain  1.74%  lead. 

The  Wilfley  table  (§493)  is  occasionally  used  with  a  smooth  surface;  but 
since  its  chief  use  is  with  riffles,  it  is  described  later,  under  that  head. 

§  492.  Thb  Stein,  Corning,  Bilharz  and  Luhriq  Tables. — ^These  ta- 
bles resemble  each  other  so  much  that  they  will  be  described  together.  They  all 
have  endless  traveling  belts,  horizontal  in  length,  but  sloping  in  width,  carried 
on  shaking  frames,  with  fixed  frames  to  carry  the  driving  mechanism.  The  Bil- 
harz (Fig.  391)  has  an  iron  fixed  frame  set  on  wooden  sills,  carrying  a  shaft,  a 
pulley  and  a  three-armed  cam  at  one  end,  while  at  the  other  there  is  a  spring 


fig.    391. — BILHARZ  TABLE. 

and  bumping  post.  The  cam  draws  the  table  toward  it,  and  at  the  release  the 
spring  pulls  it  back  against  the  bumping  post.  The  travel  of  the  belt  is  either 
intermittent,  given  by  ratchet  and  pawl,  or  continuous  by  a  vertical 
belt  working  on  a  grooved  pulley  on  the  roller  at  the  head  end.  The  shaking 
frame  is  suspended  by  four  rods  from  four  arms  upon  a  rocker  shaft.  By  tilting 
this  shaft  the  table  may  be  given  any  desired  slope.  The  belt,  which  is  0.75  meter 
(2  feet  6  inches)  wide,  is  stretched  between  two  end  rollers  2.5  meters  (8  feet 
2  inches)  from  center  to  center.  The  upper  part  of  the  belt  is  supported,  in  the 
Stein  and  Bilharz  tables,  by  a  plane  wooden  surface  with  diagonal  grooves  which 
are  supplied  with  water  for  lubrication.  The  Luhrig  table  supports  the  belt  by 
twelve  little  rollers  190  mm.  apart.  The  Corning  also  uses  rollers.  The  return 
part  is  carried  by  the  three  large  rollers.  Luhrig  uses  a  flange  on  the  upper  edge 
of  the  belt,  which  permits  feeding  closer  to  the  edge,  and  so  extends  the  working 
surface  0.2  m.  in  width.  The  belts  have  little  blocks  on  their  edges,  which  drop 
into  little  sockets  on  the  driving  roller  and  serve  for  draught  and  guiding. 

It  will  be  noticed  that,  while  on  the  Eittinger  table  the  greatest  dimension  is 
at  right  angles  to  the  bump,  the  greatest  dimension  of  these  tables  is  in  the  same 
direction  as  the  bump.  This  permits  the  minerals  to  spread  out  in  a  more  per- 
fect fan  shape,  and  so  prevents  the  banking  of  the  sand  and  the  cutting  action 
of  the  water. 
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These  tables  should  be  fed  with  sorted  products  from  classifiers,  and  when  so 
fed  they  do  clean  work,  not  only  in  two  mineral  separation,  but  also  in  three  or 
four  mineral  separation.  The  pulp  is  fed  upon  the  upper  rear  corner  of  the 
belt,  and  the  agitation  separates  the  different  minerals  into  layers.  Wash  water 
is  applied  from  spray  pipes.  The  travel  of  the  belt,  assisted  somewhat  by  the 
bump  of  the  table,  carries  the  ore  forward ;  while  the  water  flowing  down  the  slope 
transversely,  washes  the  light  minerals  rapidly  toward  the  lower  edge,  the  heavy 
minerals  more  slowly.  Better  results  are  obtained  when  the  wash  water  is  applied 
from  a  diagonal  spray  pipe  keeping  near  the  upper  edge  of  the  ore  than  when 
it  is  applied  along  the  upper  eag<^  of  the  belt.  The  products  are  received  in  a 
launder  with  four  compartments  each  having  a  spigot  for  continuous  discharge. 

The  following  figures  on  adjustments  are  quoted : 


Belt  TraTel  per  Minute. 

Vibrations  per 
Minute. 

Length  of 
Throw. 

Stein,     4.8  to  4.8  m.  (18  feet  9  inches  to  15  feet  9  inches) 

Bilhars,  4.2  m.  (18  feet  9  inches) 

150  to  180 
160 
flOO 

(.15  to  27  mm. 
1"  (0.6  to  1.1  in.) 

Luhriff .'  8.8  m.  (10  feet  10  inches) 

The  slope  is  about  6**  for  the  coarser  products,  this  slope  being  regulated  by  the 
appearance  of  the  products.  The  capacity  for  the  ordinary  size  of  table  appedrs 
to  DC  about  3  tons  in  24  hours.*^  ^^^^  Tables  of  this  capacity  at  Freiberg  use 
14  liters  (3.7  gallons)  of  water  per  minute  in  the  feed,  52  liters  (13.7  gallons) 
for  washing  and  blow-off  jets,  and  8  liters  (2.1  gallons)  for  lubrication  under  the 
belt.  At  Diepenlinchen,  Prussia,*  a  Luhrig  table  3  feet  4  inches  by  11  feet  6 
inches  (which  is  considerably  larger  than  the  size  given  above)  works  a  galena 
blende  ore  at  the  rate  of  9.6  to  13.2  tons  of  slimes  in  24  hours,  but  the  amount 
of  work  needed  to  re-treat  the  middlings  is  not  stated.  Following  are  the  as- 
fiays  of  the  products : 


Lead  product , 

Lead-zinc  middlings. 

Zinc  product 

Tftilixigs 


Lead. 


eO-IHV 
2(^-25 


Trace. 


Zinc. 


lH-8 


At  Ramsbeck  a  Luhrig  machine,  treating  a  rich  middle  product,  yielded  the 
following  results:" 


Feed  ore.. 

Lead  product 

Lead-zinc  middlings.. 

Zinc  product 

Zinc^uartz  middlings. 
Quartx  tailings. . . . — 


Lead. 


Zinc. 


29.889t 

87.963K 

76.96 

4.77 

29.96 

89.68 

9.87 

89.86 

12.86 

80.00 

Not  stated. 

Not  stated. 

I&. — SIDE-JERK  TABLES  WITH  RIFFLED  SURFACES. 

§  493.  The  Wilfley  Table  separates  the  heavy  and  the  light  grains  into  lay- 
ers by  agitation,  and  then,  by  the  jerking  action,  throws  them  toward  the  head 
end,  while  at  the  same  time  the  lighter  grains  are  washed  down  the  slope  toward 
the  tail  side  by  the  surface  water,  which  flows  at  right  angles  to  the  direction  of 
the  jerk.  The  table  is  furnished  with  longitudinal  riffles  or  grooves;  and  the 
•concentrates  settle  in  the  riffles  and  are  thus  forced  more  directly  toward  the 
head,  while  the  gangue  rolls  over  the  cleats  and  down  to  the  tail  side. 

*  Private  communication  from  John  W.  Meier. 
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The  main  frame  (see  Figs.  392a  and  3926)  consists  of  two  heavy  longitudinal 
timbers^  1  and  2,  with  four  cross  timbers,  5.  Two  of  the  latter  are  made  heavy 
to  support  the  shaking  mechanism,  and  two  are  light.     The  frame  is  held  to- 


FIQ.  392a. — WILFLEY  TABLE. 


FIG.    3926. — MAIN    FRAME    OF    WILFLEY    TABLE. 


Tatilnt^H  Side  dB 

FIG.    392c. — ^WILFLEY    TABLE    TOP. 
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FIG.    392d. — WILFLEY    FEED    AND    WASH    WATER    TROUGH. 

gether  by  tie  bolts,  4.  Upon  the  main  frame  are  three  cross  timbers  or  table-rests, 
6,  7  and  8,  which  are  screwed  to  the  tail  side  of  the  main  frame  by  lag  screws  that 
have  a  little  play,  and  rest  at  the  feed  side  upon  wedges,  52,  by  which  they  can 
be  raised  and  lowered  between  guides,  49. 
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These  wedges  are  all  connected,  by  a  tie  bolt,  with  a  rack  58^  pinion  5-^,  and 
lever  55,  so  that  they  can  be  moved  simultaneously  and  equally.  Upon  each  of 
the  table-rests  are  screwed  two  supports  carrying  chilled  iron  rollers  5S,  and  upon 
the  six  rollers  so  placed  the  table  executes  its  endwise  jerking  motion.    Hard 

stev?l  plates  are  screwed  upon  the 
under  side  of  th?  table  to  take 
the  wear  of  the  rollers.  Side  mo- 
tion of  the  table  is  prevented  at 
one  end  by  connection  to  the  driv- 
ing mechanism,  which  is  firmly 
bolted  to  the  main  frame,  and  at 
the  other  end  by  the  guide  50, 
which  engages  with  a  projection 
on  the  under  side  of  the  table. 
The  table  is  made  of  wood  covered 
with  linoleum,  and  has  a  rim 
along  the  feed  or  upper  side  66 
(Fig.  392c),  and  across  the  back 
end  67.  It  has  no  rim  upon  the 
lower  or  tail  side  68^  nor  upon 
the  head  end  69.  The  table  is  16 
feet  long,  7  feet  wide  at  the  back 
end  and  4  feet  wide  at  the  head 
end,  and  th2  comers  at  each  end 
of  68  are  right  angles.  The  lino- 
leum is  tacked  directly  upon  the 
wood,  using  tacks  only  around  the 
margin ;  and  a  set  of  longitudinal 
riffle  cleats  of  wood,  70,  is  tacked 
upon  this  plane  surface.  Pig. 
392c  shows  46  cleats  \  inch  wide,  with  J-inch  spaces  or  riffles  between  them.  The 
upper  cleat  is  4  feet  long  and  the  lower  one  nearly  16  feet  long.  At  the  back 
end  they  are  about  \  inch  high  and  taper  down  to  nothing  toward  the  head  end. 
They  all  start  at  about  3  inches  from  the  back  rim ;  and  their  head  ends  lie  in 
a  straight  diagonal  line,  dividing  the  surface  into  two  parts — the  riffle  or  con- 
centrating plane,  and  the  cleaning  plane,  on  which  there  are  no  riffles.  The 
deeper  the  riffles  the  greater  their  power  to  retain  heavy  grains,  and  on  this  ac- 
count the  lower  riffle  cleats  are  often  made  higher  than  the  upper,  and  those  ba- 
tween  are  graded  from  one  to  the  other.  The  taper  of  th3  riffles  causes  a  gradual 
separation  of  quartz  from  the  heavy  mineral,  which  favors  clean  work,  but  the? 
concentrates  must  not  be  forced  to  climb  too  ste?p  a  grade  in  consequence  of  this 
taper,  for  if  so,  they  will  form  a  solid  bank,  and  refuse  to  move  forward.  The 
table  has  a  very  slight  rise  from  the  back  end  to  the  head  end  (^  inch  in  16 
fe2t)  ;  and  for  a  space  of  3  inches  at  the  back  end  the  surface  slopes  up  to  the 
back  to  a  height  of  J  inch,  which  prevents  the  formation  of  any  bank  at  that  end. 
The  table  is  driven  by  the  mechanism  shown  in  Fig.  392c.  As  the  crank  15 
revolves,  the  pitman  50,  and  with  it  the  pin,  82,  rises  and  falls.  The  movable 
pin  SJf  and  the  fixed  pin  J^l  are  connected  with  32  by  means  of  the  toggles 
S^a  and  SSh,  so  that,  as  the  pitman  rises,  SJi.  is  moved  to  the  left ;  and  this  mo- 
tion  is  transferred  to  the  table  through  the  yoke  25a,  the  connecting  rod  25h 
and  the  slotted  keeper  Jt2y  the  latter  being  bolted  to  the  back  end  of  the  table. 
This  movement  compresses  the  spring  26,  and  when  the  pitman  falls  the  spring 
returns  the  table.  Since  the  spring  does  not  affect  the  character  of  the  move- 
ment, it  should  be  set  only  tight  enough  to  prevent  rattling;  any  further  tight- 
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ening  siinply  consxunes  power  to  no  purpose.  The  slot  in  the  keeper  ^  permits 
the  slope  of  the  table  to  be  varied,  while  its  connection  with  the  power  is  main- 
tained. The  table  receives  an  accelerated  motion  to  the  right  when  the  pitman 
descends,  and  a  retarded  motion  to  the  left  when  the  pitman  rises ;  and  this  action 
carries  the  ore  particles  from  left  to  right ;  that  is,  from  the  back  end  toward  the 
head  end  of  the  table.  The  ideal  jerking  motion  would  be  uniformly  accelerated 
during  the  forward  movement  and  uniformly  retarded  during  the  return.  This 
mechanism  closely  approximates  the  ideal,  for  if  the  crank  circle  be  divided  into 
twenty-four  equal  parts,  the  amount  of  motion  for  equal  times,  when  running  at 
240  revolutions  per  minute,  and  with  a  }-inch  stroke,  will  be : 


Time. 

Moyement 
of  Crank. 

MoToment 

of  Table. 

Inches. 

lima 

Of  Crank. 

Movement 

of  Table. 

Inches. 

Anrmnnil 

0-1 

•       1-8 

9-8 

8-9 
9-10 
10-11 
11-12 

0.000  forward. 
0.006       •* 
0.086       " 
0.086       ** 
0.060       •• 
0.086       •• 
0.110      •• 
0.116       - 
0.180       •' 
0.110       '• 
0.080       " 
0.086       ** 

«« 

M 
M 
4» 
•1 
44 
44 
4« 
4« 

Moond....... 

19-18 
13-14 
14-15 
16-18 
16-17 
17-18 
18-19 
19^ 
90-81 
91-88 
99-S3 
8^ 

0.0S5  backward. 
0.080          " 

^KMa 

•4 
44 
44          ■••••• 

M            M 

0.116          •* 

***** 

0  190           " 

M            M 

U 

0.110         •* 

M            M 

«» 

0  096          ** 

M            M 

44 

0.090           ** 

M            M 

44 

0  046           ** 

H            M 

44 

0.080           ** 

••            ••           . 

M 

0.C86           ** 

M            M 

44 

0.006           ** 

M            •« 

44 

0.000          ** 

The  diagram  of  this  stroke,  together  with  a  longer  and  a  shorter  one,  is  shown 
in  Fig.  393.  The  manufac- 
turers recommend  that,  for  or- 
dinary work,  the  stroke  should 
be  J  inch,  that  it  should  never 
be  more  than  1  inch  nor  less 
than  j  inch,  and  that  the  speed 
should  be  240  strokes  per  min- 
ute. The  length  of  stroke  is  in- 
creased by  raising  the  adjust- 
ment block  40  (Fig.  392e). 
The  stroke  becomes  8harp?r  or 
more  vigorous  as  its  length  is 
increased,  if  the  number  of 
strokes  per  minute  remains 
constant ;  and  if  any  change  is 
made  the  block  40  must  be 
moved  only  a  little  at  a  lime, 
for  a  slight  change  at  this 
point  makes  a  difference  in  the 
work  of  the  table. 

The  feed  box  for  pulp  and 
wash  water  (see  Fig.  392d) 
extends  along  the  whole  upper 
side,  66,  of  the  table,  being 
supported  about  1  inch  above 
the  table  by  brackets  48  (Fig. 
392a )  bolted  to  the  table-rests. 
The  pulp  is  delivered  to  this 
box  near  the  back  end,  and  the 


t^ 
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^ 
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i «            tT-^t 

o               t'^.^T 

1-            4^    A 

1           -itj\\\ 
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5      iu   ut 

^«         ffi      ?t 

2        ut    li 

1 »-_      TP      JH 

i         33            5^            H 

^^      M           SC            M 

ut        45        i 

„  _,s            s      -.z 

2t            %.     2% 

.A^            ^k^A^ 

Time 

fig.  393. — enlargement  op  stroke  diagrams 
(constructed  mathematically)  for 
wilfley  table. 


space  over  which  the  pulp  passes  to  the  table  is  controlled  by  a  partition  which 
can  be  set  at  any  desired  distance  from  the  end.    The  wash  water  enters  between 
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two  partitions  with  adjustable  gates  11.  These  gates  serve  to  regulate  the 
quantity  of  clean  wash  water  passing  to  the  different  parts  of  the  table.  The 
pulp  and  wash  water  pass  to  the  table  through  holes  in  the  back  of  the  feed  box, 
near  the  bottom,  spaced  about  2J  inches  between  centers.  In  trial  runs  at  the 
Butte  Reduction  Works**  it  was  found  that  the  stationary  feed  box  did  not 
discharge  the  ore  well ;  but  when  it  was  given  a  shaking  motion  by  fastening  it 
to  the  table,  the  discharge  was  satisfactory.  It  was  also  found  better  to  displace 
the  wooden  water  distributor  by  a  l^-inch  iron  pipe,  perforated  on  its  upper  side 
with  f-inch  holes,  spaced  2J  inches  between  the  centers.  This  pipe  is  supported, 
in  a  stationary  position,  by  the  brackets  1^8. 

The  lip,  60  (Fig.  392a),  over  which  the  tailings  discharge,  lacks  about  16 
inches  of  extending  to  the  head  end  of  the  table,  and  along  this  16-inch  space 
the  middlings  discharge  into  a  special  launder.  If  desired,  they  run  back  to  the 
little  sand  wheel  11,  and  are  returned  to  the  feed  box,  but  they  will  generally 
be  sent  to  other  machines.  The  concentrates  are  discharged  at  the  head  end,  69 
(Fig.  392c). 

The  table  may  be  fed  with  classified  products,  and  with  such  a  feed  it  is  a 
high  grade  three  mineral  concentrator.  It  may  also  be  fed  with  whole  stamrp 
pulp  or  similar  material  when  only  two  minerals  are  to  he  separated,  and  thus 
enters  the  field  of  vanners.  While  it  does  very  good  work  on  such  unclassified 
pulp,  the  manufacturers  recommend  that  the  extremely  fine  material  be  sepa- 
rated and  treated  by  itself.  The  maximum  size  of  the  feed  depends  on  the  char- 
acter of  the  ore.  As  coarse  as  4-mesh  (about  4  mm.)  is  said  to  have  been  sue* 
cessfully  concentrated,  and  also  ore  that  would  all  pass  through  a  200-mesh 
(about  0.06  mm.)  screen.*  The  latter  was  settled  in  a  large  classifier  and  drawn 
from  that  to  the  table.  Roughly  speaking,  most  of  the  ores  treated  are  between 
16  and  30  mesh  (about  1.0  and  0.5  mm.). 

The  capacity  of  the  table  depends  on  the  size  of  the  ore  particles,  their  spe- 
cific gravities  and  the  percentage  of  concentrates.  For  an  easily  concentrated 
coarse  ore  (say  8  mesh,  that  is  about  2  mm.),  it  may  be  25  to  35  tons  in  24 
hours;  for  ordinary  stamp  mill  pulp  it  is  perhaps  15  to  25  tons;  but  for  very 
fine  material  it  is  much  less. 

The  following  results  were  obtained  in  the  course  of  regular  work  by  the  Sum- 
mit Mining  and  Smelting  Co.,  Summit  County,  Colorado,  on  a  quartz-pyrite  ore 
assaying  0.07  ounce  gold  and  11.2  ounces  silver  per  ton.  In  23  hours  and  15  min- 
utes 64,000  pounds  (32  tons)  of  ore,  which  had  been  crushed  by  rolls  to  pass 
through  an  8-mesh  screen,  were  treated  on  a  single  table,  yielding  about  28  tons 
of  tailings,  which  were  re-ground  to  pass  through  a  30-mesh  screen  and  were 
treated  in  the  same  time  on  two  other  tables.  The  total  amount  of  concentrates 
was  12,552  pounds,  assaying  0.34  ounce  gold  and  53.7  ounces  silver  per  ton, 
36%  iron,  8%  zinc,  3%  lead,  and  4.2%  silica.  About  69%  of  the  concentrates 
were  obtained  from  the  first  table.  The  final  tailings  carried  a  trace  of  gold  and 
0.8  ounce  of  silver  per  ton.  Thus  95%  of  the  gold  and  94%  of  the  silver  in  the 
ore  were  concentrated  into  a  clean  product,  weighing  about  20%  of  the  origi- 
nal ore. 

At  the  Butte  Reduction  Works,  a  test  was  made  on  1,085  pounds  of  3-mm.  jig 
tailings,  assaying  1.2  ounces  silver  per  ton,  1.3%  copper  and  87.2%  silica, 
after  grinding  to  pass  through  a  20-mesh  screen.  The  concentrates  weighed  80 
pounds,  assaying  8.4  ounces  silver  per  ton,  8%  copper  and  16.4%  silica;  the  tail- 
ings assayed  0.6  ounce  silver  and  0.5%  copper.  The  concentrates  contained 
52%  of  the  silver  and  45%  of  the  copper  in  the  feed.  When  the  tables  had  been 
put  in  regular  running  order  they  treated  30  to  40  tons  in  24  hours,  and  in  a 

*  Private  communication  from  the  manuf acturen. 
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little  over  three  months  there  were  obtained  from  this  formerly  waste  product, 
436  tons  of  concentrates  with  an  average  assay  of  t.1%  copper  and  8.1  ounces 
silver  per  ton. 

At  the  Parrot  Mill,  Butte,  Mont.,  a  number  of  tests  were  made  to  determine 
the  best  length  of  stroke  and  number  of  strokes  per  minute  for  re-ground  jig 
middlings  that  had  passed  through  a  box  classifier  and  were  of  about  20-mesh 
flize.    The  results  are  shown  in  Table  321.    In  regular  work,  twenty  tons  of  this 


TABLE  321. — ^TESTS  OF  A  WILFLEY  TABLE  AT  THE  PAEROT  MILL,  BUTTE,  MONTANA. 


Ited. 


4 


10,608 
7,660 
7,828 
6,047 
7,088 


fil 


83 1 


4.6 
4.6 
4.6 
4.6 
4.6 
4.8 


6.1 
5.6 
6.6 
6.0 
6.1 
6.0 


OoDoentrates. 


4,677 
8,010 
8,960 
8,100 
8,067 
1,888 


18.1 
14.8 
18.1 
18.6 
18.8 
16.0 


18.8 
80.8 
84.8 
86.0 
84.8 
10.0 


Tfe^UngB. 


11,608 
7,688 
6,800 
6,188 
4,800 
6,100 


1.2 

0.65 

0.0 

0.G6 

0.78 

0.88 


1.8 
0.8 
1.1 
0.8 
0.0 
1.1 


Peroent  of  Total 
Original  Value 

Obtained  in  the 
Concentrates. 


Copper. 


81 
00 
86 
00 
80 
86 


Silver. 


75 

88 
84 
80 
87 


Strokes 
Mtote. 


840 
840 
840 
860 
868 
860 


Lenj^ 

Stroke. 


material  were  treated  in  24  hours,  yielding  1.8  tons  of  concentrates;  but  the 
author  has  not  the  corresponding  assays. 

§  494.  The  success  of  the  Wilfley  table  has  led  to  the  design  of  several  others 
which  in  their  general  features  are  like  the  Wilfley,  but  differ  in  details.  Those 
that  have  been  put  on  the  market  are  described  in  the  following  pages: 

The  Dodd  Table,  which  has  recently  been  put  upon  the  market,  is  nearly 


FIG.  394. — hallett  table. 

the  same  as  the  Wilfley.  One  of  the  chief  differences  is  in  the  fact  that  the  thick 
ends  of  the  rifile  cleats  are  in  a  diagonal  line  parallel  to  the  line  of  the  thin  ends. 
A  diagonal  cleat  is  tacked  on,  which  ends  up  the  deep  ends  of  the  rifiles.  The 
claim  is  that  this  device  forces  the  water  to  flow  down  with  the  ore,  and  so  enables 
the  table  to  do  its  work  with  less  water. 

The  Hallett  Table  (Pig.  394)  has  the  tops  of  the  riffles  in  the  same  plane  as 
the  cleaning  plane.  This  is  accomplished  either  by  cutting  the  riffles  as  depres- 
sions in  a  plane  board  surface,  or  by  making  the  table  of  two  planes  with  a  slight 
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angle  between  them,  such  that  the  tapered  riffles  tacked  upon  the  one  will  bring 
the  concentrating  and  cleaning  planes  into  one  plane. 

The  riffles,  instead  of  being  parallel  to  the  tail  side  of  the  table,  incline  to- 
ward the  wash-water  side  as  they  become  shallower,  and  thus  cany  the  heads  and 
middlings  farther  away  from  the  tailings  discharge.  The  middlings  are  dis- 
charged froni  the  head  end  instead  of  from  the  tail  side;  and  the  launders  for 
catching  the  different  products  can  be  adjusted  by  sliding  them  along  their  sup- 
porting rod.  The  pulp  distributor  is  attached  to  and  shakes  with  the  table, 
while  the  wash  water  is  applied  from  a  stationary  spray  pipe.  The  table  is  sup- 
ported at  each  comer  on  a  steel  rod  or  toggle  24  inches  long,  the  lower  end  of 
which  rests  in  a  cup.  By  screwing  these  cups  up  or  down  in  their  holders  the 
slope  of  the  table  may  be  varied  lengthwise  as  well  as  sidewise.  The  table  is  gen- 
erally set  with  a  gentle  downward  slope  toward  the  heads  discharge. 

In  making  a  three  mineral  separation  (galena,  blende  and  quartz)  Hallett,  in 
Mill  49,  first  crushes  all  the  ore  in  a  Chili  mill  to  pass  through  a  60-mesh  screen ; 
and  then  sends  it  to  a  hydraulic  classifier  with  three  spigots,  followed  by  a  box 
classifier  (spitzJcasten)  with  six  spigots.  He  has  no  difficulty  in  separating 
galena,  pyrite,  blende  and  quartz,  making  a  separate  product  of  each.  In  sepa- 
rating galena,  blende  and  quartz  he  obtained  the  following  results: 


Ore  fed 

Lead  product.. 
Zino  product. . . 


Lead. 


70 
0.9 


Zinc. 


96% 

9-3 
40 


In  treating  this  ore  the  adjustments  are  varied  to  suit  the  different  slime 
sorts.  The  slope  toward  the  head  end  varies  from  1  inch  to  2^  inches  in  16  feet; 
while  the  side  slope  varies  from  almost  nothing  to  1  inch  in  7  feet.  The  num- 
ber of  throws  varies  from  150  to  300  per  minute,  and  the  length  of  stroke  from 
i  inch  to  IJ  inches.  The  coarsest  ore  requires  slowest  speed,  longest  stroke, 
least  end  slope,  and  greatest  side  slope.  The  total  water  used  on  each  table  is 
from  5  to  7  gallons  per  minute.  The  capacity  of  the  Hallett  table  in  Mill  49 
on  the  60-mesh  stuff  is  9  tons  in  24  hours.  Hallett  estimates  that  on  coarser 
stuff  (20  or  30-me6h)  it  can  treat  at  least  14  tons  in  24  hours. 

The  Woodbury  Table  is  supported  by  and  vibrates  upon  toggle  rods,  similarly 
to  the  Hallett.  To  adjust  the  slope,  the  main  frame  is  raised  or  lowered  by 
means  of  jack  screws.  The  table  is  the  same  width  at  the  head  end  as  at  the 
back  end.  The  riffles  are  parallel  to  the  tailings  side  of  the  table,  and  are  graded 
slightly  in  length,  but  the  upper  one  is  nearly  as  long  as  the  lower.  There  is  a 
shori;  cleaning  plane  beyond  their  ends.  The  wash  water  is  applied  by  a  spray 
pipe.  The  driving  mechanism  consists  of  a  specially  designed  cam,  which  gives 
the  desired  jerking  motion  and  has  an  adjustable  throw. 

At  Mill  72,  these  tables  have  recently  replaced  Woodbury  vanners  to  treat 
gravity  stamp  pulp  at  the  rate  of  15  tons  per  table  in  24  hours,  after  it  has  passed 
over  amalgamated  plates.  The  ore  carries  about  1^%  of  pyrite,  and  each  table 
makes  500  pounds  of  concentrates  per  day,  assaying  $65.00  per  ton,  and  the  tail- 
ings assay  $0.38  per  ton. 

The  Cammett  Table  (Pigs.  395a  and  3956)  is  mounted  upon  a  substantial 
frame  A,  hinged  at  one  end  B  to  the  foundation  timbers,  the  other  end  being 
supported  on  jack  screws,  which  serve  to  vary  the  longitudinal  slope.  The  trans- 
verse slope  is  adjusted  by  means  of  cams,  which  are  keyed  to  a  continuous  longi- 
tudinal shaft,  upon  which  bear  the  babbitted  slide  bearings  fastened  to  the  under 
side  of  the  table  top  C.  A  similar  shaft  fixed  on  the  opposite  side  of  the 
frame  A,  serves  as  a  support  on  that  side  for  the  table  top.  There  are  but  four 
bearings  for  the  entire  table  top,  all  maintained  in  accurate  alignment  by  the  con- 
struction employed. 
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The  working  surface  C  of  the  table  is  the  same  width  at  the  head  end  as  at 
the  back  ond,  and  is  made  of  redwood  and  coated  with  a  special  paint,  which 
leaves  a  surface  similar  to  slate.  The  riffles,  continuous  from  the  back  end  to  the 
head  end  of  the  table,  are  cut  out  of  solid  wood,  and  not  made  by  tacking  on 
cleats.    The  depth  of  the  riffles  is  greatest  next  to  the  back  end  of  the  table^  and 


FIO.  395a. — CA.MMETT  TABLE. 

gradually  diminishes  to  a  certain  point  near  the  head  end  of  the  table,  where  it 
reaches  its  minimum;  thence  the  same  depth  to  the  extreme  head  end  where 
the  concentrates  are  dischargd. 

The  feed  is  distributed  by  means  of  the  grooves  in  the  edge  of  the  feed-box 
D.    The  wash  water  is  applied  on  the  feed  side  from  four  iMependent  sources 

EEE  (the  fourth  is  behind  D),  and  thence  flows 
transversely  across  the  table  nearly  at  right 
angle  to  the  longitudinal  reciprocating  motion. 
The  driving  mechanism  gives  a  motion  simi- 
lar to  the  Wilfley.  It  consists  of  a  step  pulley 
F,  fly-wheel  0,  short  crank  H,  connecting  rod  /, 
long  crank  J,  and  short  crank  K,  to  which  is 
bolted  a  sharp-edged  piece  L,  which  bears 
against  an  iron  piece  M,  on  the  end  of  the  table 
and  transmits  the  motion.  A  spring  beneath 
the  table  (not  shown)  serves  to  keep  the  pieces 
L  and  M  in  contact  and  to  prevent  any  backlash 
in  the  mechanism.  The  distance  of  the  piece, 
L,  from  its  shaft  is  adjustable,  thereby  regulat- 
ing the  amount  of  throw.  Further  adjustment 
in  the  amount  and  character  of  the  throw  is  ob- 
tained by  the  slot  in  the  crank  J.  It  will  be  seen  that  this  mechanism  is  the 
so-called  crank-arm  mechanism  described  in  §  409.  The  power  required  in 
average  practice  is  from  0.25  to  0.33  horse  power,  as  determined  by  actual  test. 
At  the  Consolidated  Stanley  Mining  Co.'s  mill,  Idaho  Springs,  Colorado,  jig 
middlings,  after  being  recrushed  by  gravity  stamps  and  passed  over  amalga- 
mated plates,  go  to  a  hydraulic  classifier,  which  sends  the  spigot  product  to  one 
Canmiett  table  and  the  overflow  to  a  second.    The  fe3d  to  the  first  table  (about 


no.  3956. — ^DRIVING  MECHAN- 
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60  mesh)  assays  0.15  ounce  gold  and  2.4  ounces  silver  per  ton;  the  concentrates 
1.3  ounces  gold,  16  ounces  silver  and  6%  lead;  with  the  tailings  0.05  ounce  gold 
and  1.1  ounces  silver.  The  feed  to  the  second  table  (maximum  about  100  mesh) 
assays  0.2  ounce  gold  and  3  ounces  silver  per  ton;  the  concentrates  1.4  ounces 
gold  and  18  ounces  silver;  with  the  tailings  0.07  ounce  gold  and  2  ounces  silver. 
The  Babtlett  Table  (Fig.  396a)  differs  from  the  others  of  the  Wilfley  typ.\ 
in  having  the  washing  surface  divided  into  three  shelves,  each  about  1  foot  wide 


FIG.  396a. — babtlett  table. 

and  11  feet  long.  The  tapering  riffles  are  V-shaped,  and  extend  the  whole  length 
of  the  table.  The  working  surface  is  made  of  either  wood  or  iron.  The  tailings 
from  the  different  points  on  the  lower  edge  of  the  first  shelf  are  conducted 
backward  2  to  4  feet  by  little  sloping  spouts,  and  delivered  to  the  second  shelf 
for  re-treatment.  The  tailings  of  the  second  shelf  are  similarly  conducted  to 
the  third  shelf  for  final  treatment.  To  prevent  very  fine  sulphurets  being  car- 
ried into  the  tailings,  little  or  no  wash  water  is  used  on  the  first  shelf,  more  is 


FIG.      3966. — DRIVING      device 
BABTLETT  TABLE. 


FOR 


FIG.  397. 


used  on  the  second  shelf,  and  most  on  the  third.  The  main  frame  is  of  iron,  and 
the  table  is  carried  upon  this  by  means  of  stirrups  and  toggles  very  much  like 
those  used  on  the  Embrey  vanner  (see  §483).  The  stirrups  and  toggles  are 
-adjustable  up  and  down  by  means  of  the  little  hand-wheel  nuts  shown  at  the  tops 
of  the  posts  in  Fig.  396a.  This  adjustment  controls  the  slope  of  the  table  in  all 
directions. 

The  table  is  operated  by  a  plain  eccentric.    The  eccentric  rod  passes  through  a 
lug  on  the  under  side  of  the  table  (see  Fig.  3966),  and  carries,  on  its  outer  end,  a 


§  494  FINE  SAND  AND  SLIME  CONCENTRATORS  679 

coiled  steel  spring,  6  inches  long,  3}  inches  in  diameter,  made  of  J-inch  steel, 
and  adjusted  by  lock  nuts  on  the  eccentric  rod.  On  the  other  side  of  the  lug 
is  a  second  coiled  spring  12  inches  long  and  3|  inches  in  diameter,  made  of 
i-inch  steel  and  adjusted  by  lock  nuts,  on  the  eccentric  rod.  The  reversal  at  the 
forward  end  of  the  stroke  is  controlled  by  the  stiflE  spring,  that  at  the  back  end 
by  the  weaker  spring.  This  combination  fulfils  the  demands  of  an  excellent 
vanning  motion. 

The  Overstrom  Table  which  has  appeared  in  the  year  1901  is  the  latest  form 
of  riffle  table,  its  shape  is  that  of  a  geometrical  rhomboid.  The  line  of  the  riffle 
blocks  and  the  direction  of  motion  of  the  table  are  the  same,  and  are  nearly 
parallel  to  the  shorter  diagonal  of  the  rhomboid.  The  designer  has  really  re- 
arranged the  Wilfley  table  so  that  nearly  the  whole  surface  is  utilized  and  the 
idle  comers  that  existed  on  the  Wilfley  between  the  head  end  and  the  wash  water 
side  and  between  the  back  end  and  the  tailings  side  are  done  away  with. 

Comparisons. — In  comparing  the  Wilfley  table  with  its  parent,  the  Bittinger, 
we  find  three  differences:  (1)  the  great  lateral  extension  of  the  Wilfley;  (2) 
the  riffles;  and  (3)  the  vanning  motion.  The  great  lateral  extension  of  the 
Wilfley  table  spreads  out  the  minerals  in  wider  bands  than  on  the  Bittinger,  so 
that  there  is  no  undue  thickening  of  the  pulp  bed  along  one  line  tending  to  harm- 
ful directing  of  the  water ;  it  also  permits  a  more  exact  division  of  the  products. 
The  riffles  increase  the  capacity  of  the  table,  because  they  can  catch  and  convey 
a  large  amount  of  concentrates ;  they  also  enable  the  table  to  make  a  two-min- 
eral separation  with  unclassified  pulp  almost  as  perfectly  as  with  classified 
pulp,  whereas  on  the  Bittinger  a  perfect  classification  of  the  feed  pulp  is  essen- 
tial to  success.  With  unclassified  pulp  the  riffles  provide  for  the  coarse  grains  of 
concentrates  by  guiding  them  out  to  the  point  where  they  join  the  band  of  clean 
concentrates ;  and  they  provide  for  the  finer  grains  by  settling  them  in  the  riffle 
spaces,  and  then  the  coarse  grains  plough  them  along  to  the  concentrates  band. 
When  more  than  two  minerals  are  to  be  separated,  however,  the  Wilfley  requires 
the  same  care  as  the  Bittinger  in  classif}'ing  the  feed.  While  the  vanning  mo- 
tion of  the  Wilfley  undoubtedly  has  a  more  favorable  action  on  the  separation  of 
the  minerals  than  the  bumping  motion  of  the  Bittinger,  by  keeping  the  bed  softer 
and  more  mobile,  its  chief  advantage  is  that  it  does  not  strain  and  wear  the  ma- 
chine nearly  so  much. 

The  smooth  Wilfley,  lately  adopted  in  certain  mills,  has  an  advantage  over  the 
Bittinger,  as  already  stated,  in  the  great  lateral  extension  and  in  the  gentler 
vanning  motion.  It  must,  however,  be  fed  with  classified  products.  The  ad- 
vantage the  riffled  Wilfley  has  over  the  smooth  Wilfley  may  be  thus  stated :  The 
behavior  of  an  unclassifled  product  fed  upon  a  smooth  Wilfley,  which,  for  ex- 
ample, we  will  say  is  treating  galena  and  quartz,  is  illustrated  by  Pig.  397.  The 
feed  coming  on  at  f  spreads  in  two  lapping  fans,  fab  of  galena  and  fed  of  quartz. 
The  coarse  galena  is  at  h,  the  fine  at  a,  the  coarse  quartz  at  d,  the  fine  at  c.  One 
of  two  things  can  be  done  to  prevent  the  large  middlings  product  of  mixed  quartz 
and  galena,  between  fc  and  fb:  first,  if  the  feed  has  passed  through  a  classifier 
the  coarse  galena  between  e  and  h  has  been  taken  out  to  be  treated  elsewhere  and 
the  Wilfley  makes  clean  products;  second,  riffles  may  be  put  on,  which  will  force 
the  coarse  galena  at  h  up  to  e,  or  nearly  so,  and  the  little  that  fails  to  gf'A  up  is 
caught  in  the  middlings  and  treated  again,  so  that  clean  products  are  made  with 
a  small  middling  product  between  them.  The  finest  mud,  containing  heavy  min- 
eral that  is  too  fine  to  settle  on  a  vibrating  table,  is  carried  down  into  the  tailings 
at^. 

Tables  with  riffles  have  the  advantage  that  the  weaker  grains  of  concentrates, 
which  fail  to  be  retained  in  the  upper  riffles,  find  in  the  lower  riffles  a  place 
where  the  pulp  is  more  loose  and  soft,  so  that  they  are  relatively  stronger  than 
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their  neighbore^  and  can  therefore  be  retained  and  conveyed  either  into  the  heads 
or  into  the  middlings. 

The  tables  wholly  covered  with  riffles,  as  the  Bartlett  and  Cammett,  probably  have 
the  greatest  capacity  of  all  the  tables  upon  ores  with  a  large  percentage  of  concen- 
trates and  upon  coarser  products.  The  CTcater  the  depth  of  the  riffles  up  to  a  point 
where  other  complications  come  in,  the  greater  will  be  this  capacity,  and  the 
coarser  the  grain  that  can  be  treated.  The  tables  having  a  combination  of  riffles, 
or  concentrating  plane,  with  a  smooth  or  cleaning  plane  beyond,  as  the  Wilfley, 
Hallett  and  Woodbury,  are  more  advantageous  for  treating  products  carrying 
a  small  amount  of  concentrates,  for  treating  fines  and  for  making  a  three-min- 
eral separation,  because  the  separation  can  be  more  perfectly  completed  on 
the  smooth  surface  (where  the  particles  spread  out  in  fan-like  bands  with  clear 
lines  of  demarcation  between  the  different  minerals)  than  in  the  riffles. 

Of  the  tables  having  riffles  followed  by  a  smooth  cleaning  plane,  those  that 
have  the  riffles  ending  on  a  diagonal  line,  as  the  Wilfley  and  Hallett,  have  the 
advantage  that  the  light  grains  of  concentrates  which  failed  to  be  caught  in  the 
upper  riffles,  but  are  caught  lower  down,  are  carried  out  and  delivered  on  the 
cleaning  plane  more  nearly  in  line  with  their  would-be  fellows  than  if  the  riffles 
were  all  of  the  same  length. 

The  tables  which  have  the  cleaning  plane  in  the  same  plane  with  the  tops  of 
the  riffle  cleats,  or  concentrating  plane,  as  the  Hallett,  have  the  advantage  that 
the  fan  on  the  cleaning  plane  will  open  out  much  wider  and  therefore  make  the 
separation  simpler  and  easier,  particularly  when  it  is  a  three-mineral  separation. 

All  the  tables  have  the  lateral  slope  adjustable,  this  adjustment  being  in  con- 
stant use.  Some  also  have  a  longitudinal  slope  adjustment,  which  would  seem  to 
be  an  important  help  for  occasional  use. 

The  above  combination  of  improvements,  initiated  by  Wilfley  in  1896,  has 
given  us  the  most  efficient  class  of  fine  concentrators  yet  produced.  The  im- 
proved design  is  continually  finding  new  applications — for  certain  products  it 
has  displaced  end-bump  tables,  vanners,  slime  tables,  fine  jigs,  and  is  even  enter- 
ing the  field  of  the  medium  jigs ;  and  it  has  probably  not  yet  prospected  its  whole 
field  of  usefulness. 

II.   END-BUMP  TABLES. 

§  495.  The  Gilpin  County  Concentrator  is  a  continuous  working  bumping 
table,  with  cam,  spring  and  bumping  post.  The  heavy  and  light  minerals  are 
separated  into  layers  by  the  agitation,  and  are  propelled  up  the  slope  of  the 
table  by  the  bumping  action,  but  the  wash  water  carries  down  the  surface  quartz 
at  a  higher  speed  than  the  bump  can  send  it  up. 

The  tables  are  generally  mounted  in  pairs,  each  single  table  being  85  inches  long 
and  18  inches  wide.  At  Mill  77,  single  tables  are  used.  The  lower  68  inches  is  a 
flat  surface,  sloping  about  f  inch  per  foot,  while  the  upper  17  inches  rises  by  a 
concave  cylindrical  surface  to  a  height  of  about  2  inches  above  the  plane  of  the 
flat  surface.  About  3  inches  at  the  upper  edge  is  curved  downward  for  the  dis- 
charge of  the  concentrates,  the  lower  edge  also  being  curved  down  to  discharge 
the  tailings.  A  pair  of  tables  is  suspended  from  four  cast  iron  posts  by  vertical 
rods,  which  have  knife-edge  bearings.  The  slope  is  varied  by  means  of  lock  nuts 
on  the  suspending  rods.  The  posts  are  bolted  to  two  longitudinal  sills,  which  are, 
in  turn,  bolted  to  four  cross  sills,  three  of  which  are  placed  at  the  head  of  the 
tables.  In  the  center,  at  the  head  end,  the  bumping  block  is  strongly  bolted  to  the 
head  sills.  Between  the  tables  is  a  heavy  buffer  rod,  on  the  tail  end  of  which  is 
the  tappet  for  the  cam.  At  the  head  end  it  is  shod  with  iron  to  strike  the  bump- 
ing block.    On  the  two  tail  posts  is  a  shaft  with  a  driving  pulley  and  a  two-armed 
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cam  which  pulls  the  table  toward  the  tail ;  at  release  a  flat  spring  in  front  of  the 
cam  pushes  the  table  toward  the  head  end:  The  bumping  block  stops  the  motion 
suddenly,  causing  all  particles  on  the  table  to  slide  up  lull.  Side  motion  of  the 
table  is  prevented  by  tne  posts  or  by  diagonal  stay  roas.  The  surface  is  made  of 
cast  iron,  steel  or  copper  plate.  Cast  iron  is  said  to  give  the  best  catch,  but  is 
very  heavy.  With  cast  iron  surface,  the  shaking  part  weighs  1,100  pounds,  with 
copper  700  pounds,  with  steel  600  pounds.  In  Mill  77  an  amalgamated  copper 
surface  is  used,  and  serves  to  catch  a  small  amount  of  gold. 

The  ore  is  fed  by  a  box  distributor  across  the  junction  between  the  curved 
and  flat  parts.  Wash  water  may  or  may  not  be  used.  When  used,  it  is  distributed 
across  the  table  just  below  the  top  crest,  so  that  a  small  amount  of  wash  water 
will  go  over  with  the  heads. 

The  table  receives  from  120  to  180  shocks  per  minute.  The  length  of  the 
movement  is  1^  inches  to  3  inches,  the  length  decreasing  as  the  number  increases. 
In  Mill  77,  a  single  table  treats  5|  tons  in  24  hours,  the  tailings  of  three  of  these 
going  to  one  table  for  re-treatment.  The  concentrates  carry  10  to  12%  of 
silica.  The  surface  is  amalgamated  copper  plate  on  wood,  and  yielded  1  ounce 
amalgam  every  two  months.  The  copper  lasts  one  to  two  years.  The  data  from 
the  mills  is  given  in  Table  322. 

These  tables  must  be  fed  with  whole  pulp  without  any  previous  classification. 
On  classified  stuff  they  separate  the  minerals  into  layers  all  right,  but  the  dis- 
charge of  the  heads  is  impeded,  owing  to  their  fineness,  because  there  are  no 
coarse  grains  of  heavy  mineral  to  drag  up  the  fine  ones ;  and  on  very  fine  pulp 
it  fails  entirely.  The  maximum  size  of  grain  fed  to  them  is  generally  between 
40  mesh  (about  0.35  mm.)  and  80  mesh  (about  0.15  mm.). 

The  Ellbnbeckbr  Table  is  3  feet  wide  by  6  feet  long.  It  has  a  wooden  bottom 
covered  with  copper  plate.  The  lower  3  feet  is  horizontal,  the  upper  rises  IJ 
inches  in  3  feet.  It  is  suspended  on  four  hinged  rods,  which  serve  as  guides  for 
longitudinal  motion.  The  table  is  given  a  jerking  motion  by  means  of  a  driving 
shaft  (with  fly-wheel),  eccentric  gear  transmission  (giving  accelerated-retarded 
motion),  and  eccentrics,  the  speed  being  about  130  to  150  jerks  of  1  to  2  inches  per 
minute.  The  jerk  throws  the  grains  up  the  slope ;  the  wash  water  floats  down 
the  surface  quartz  particles.  It  is  fed  across  the  middle  and  has  little  wash  water 
distributed  across  the  top.  It  treats  about  3  tons  in  24  hours,  maximum  size 
about  60  mesh  (about  0.2  mm.).  It  was  used  between  1870  and  1880  at  Mill 
44.     Its  work  is  now  done  by  slime  tables  and  Wilfley  tables. 

Imlay. — ^This  is  an  end-shake  jerking  table,  much  like  the  EUenbecker,  but  ia 
supported  on  toggles.  It  is  4  feet  wide  and  7^  feet  long,  and  makes  200  oscilla- 
tions of  about  i  inch,  which  can  be  varied  by  cone  pulleys. 

The  Golden  Gate  Concentrator  is  a  jerking  table  which  separates  the  min- 
erals into  layers  by  agitation,  at  the  same  time  moving  the  particles  rapidly  for- 
ward by  the  jerk.  The  table  is  11  feet  long  and  4  feet  wide.  It  has  a  slight  down 
slope  for  about  7  feet  from  thie  feed  end,  and  then  rises  about  4  feet  to  the  end 
where  the  heads  are  discharged.  The  heads  receive  a  final  cleaning  by  a  stream 
of  clear  water  as  they  are  jerked  up  this  second  slope.  The  tailings  are  removed 
by  suction  at  the  point  where  the  direction  of  slope  changes.  Above  the  wash- 
ing surface  there  is  a  frame  with  wire  nail  points  projecting  downward  about 
2  inches  apart.  This  frame  is  given  a  side  vibration  at  the  same  time  that  the 
table  receives  its  end  jerk,  the  result  being  that  the  nail  points  describe  curved 
paths  in  the  pulp  bed,  and  so  prevent  any  banking  of  the  ore.  The  table  is 
driven  by  the  sliding  block  mechanism  (see  §  408),  and  receives  260  short  vibra- 
tions per  minute.  While  the  capacity  is  very  large  the  first  cost  is  high  ($1,700), 
and  the  tailings  carry  considerable  fine  concentrates.  At  Oldham,  Nova  Scotia, 
it  treated  gravity  stamp  pulp,  which  had  passed  over  amalgamated  plates,  at 
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TABLE    322. 
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(a)  Enameled  duck,    (b)  Amalgamated  copper,    (c)  Spigots  of  surface  current  claasifler.    (d)  Spigots  of 


No.  6  surface  current  classifier.  («)  Spigot  of  No.  1  whole  current  dassifler.  (/)  Spigot  of  No.  1  hydraulic 
classifier,  (g)  First  spigot  of  No.  2  hydraulic  classifier,  {h)  Second  spigot  of  No.  2  hydraulic  classifier.  (t> 
First  spigot  of  No.  8  hydraulic  classifier,  (fc)  Second  spigot  of  No.  8  hydraulic  classifier,  (m)  Third  spigot  of 
No.  8  hydraulic  dassifler.  (o)  Gravity  stamps,  (r)  Blanket  table  tailings,  (f)  Tailings  of  preceding  table, 
with  coarse  screened  out  (jt)  Tailings  of  No.  8  table,  (v)  No.  1  whole  current  classifier,  (w)  Following  table. 
(*)  40'me8h  r  ddle. 

the  rate  of  24  to  30  tons  in  24  hours,  yielding  1,000  to  1,200  pounds  of  con- 
centrates assaying  $70  per  ton,  and  tailings  assaying  $0.50  to  $0.54  a  ton.  The 
values  in  this  ore,  however,  were  not  carried  by  the  fine  arsenopyrite.  If  they 
were  the  tailings  would  have  been  much  richer. 

CoMPArfisoN  OF  Side-Bump  and  End-Bump  Tables. — The  tables  with  side 
bump  throw  all  the  particles  toward  the  side,  while  the  water  current  rolls  them 
down  hill  at  rates  varying  with  the  size  of  the  grains  and  their  specific  gravity, 
the  larger  and  lighter  grains  moving  faster  than  the  smaller,  heavier  grains. 
The  combination  of  these  actions  yields  the  particles  spread  out  like  a  fan,  and 
it  follows  that  the  table  can  turn  out  heads,  middlings  and  tailings  or  it  may 
yield  more  than  three  products,  for  example,  galena,  pyrite,  blende  and  quartz, 
each  quality  of  mineral  being  guided  into  its  own  catch  box.  The  end-jerking 
tables,  on  the  other  hand,  separate  the  particles  into  layers,  then  by  the  jerk 
throw  them  toward  the  head  end,  and  between  the  jerks  the  water  rolls  the 
grains  in  the  top  quartz  layer  toward  the  tail  end.  By  rightly  adjusting  the 
slope  the  pyrite  is  jerked  up  hill  and  the  quartz  is  rolled  down  hill.  It  follows 
that  machines  of  this  class  can  make  only  heads  and  tailings;  and  if  it  is 
desired  to  make  middlings,  with  a  view  of  producing  cleaner  heads,  or  to  make 
a  three-mineral  separation,  then  two  tables  must  be  used,  one  following  the 
other.  The  first  will  yield  the  galena,  for  example,  as  heads,  and  the  blende  and 
quartz  will  go  together  into  the  tailings;  the  second  table,  re-treating  these 
tailings,  will  make  blende  as  heads  and  quartz  as  tailings.  This  combination 
will  give  a  much  less  perfect  result,  however,  than  the  Wilfley  or  Stein,  working 
upon  sorted  products. 

miscellaneous  machines  using  AGITATION. 

§  496.  The  Salzburg  Table  is  a  bumping,  intermittent  table,  3.8  m.  (12  feet 
6  inches)  long,  1.5  m.  (4  feet  11  inches)  wide,  which  builds  up  a  bank  of  ore 
and  requires  to  be  stopped  and  shoveled  out  from  time  to  time,  when  heads  and 
middlings  have  collected  sufficiently.  The  tailings  pass  off  to  waste,  over  the 
open  tail  end,  while  the  table  is  working.     It  is  suspended  from  four  rods.     A 
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cam  draws  the  table  toward  the  tail,  and  a  spring,  at  release,  pushes  it  toward 
the  head,  against  a  bumping  post.  It  usually  makes  70  to  80  throws  a  minute, 
of  13  to  20  mm.  in  lengthy  consuming  0.7  to  1.1  horse  power.  It  slopes  about 
2°,  which  is  adjusted  as  the  ore  bed  builds  up.  It  should  be  fed  with  a  sorted 
product.  Though  an  old  table,  it  still  finds  favor  in  Germany  on  account  of  its 
successful  treatment  of  the  coarse  slimes.  Tests  at  Przibram,  Bohemia,  showed 
it  to  save  20%  more  silver  and  30%  more  lead  from  coarse  slimes  than  the 
Eittinger  table.**^  It  uses  less  water  than  the  latter,  and  so  loses  less  fine  min- 
eral.    It  requires  much  attendance. 

One  table  works  800  pounds  an  hour  of  coarse  meal  using  3.74  gallons 
water  a  minute ;  one  table  works  400  pounds  an  hour  of  middle  meal  using  2.47 
gallons  water  a  minute ;  one  table  works  200  pounds  an  hour  of  fine  meal 
using  1.87  gallons  water  a  minute;  one  table  works  60  to  100  pounds  an  hour 
of  slimes  using  0.94  gallon  water  a  minute. 

The  Hendy  Concentrator  is  a  shallow,  circular  pan,  5  or  6  feet  in  diameter 
and  about  8  inches  deep,  with  a  slightly  convex  conical  bottom,  pivoted  at  the 
center  and  given  a  circular  oscillating  movement  of  about  1  to  2  inches,  215  to 
225  times  per  minute.  The  ore  is  fed  all  around  the  circumference  by  revolv- 
ing spray  feeder  arms.  The  agitation  settles  the  pyrite  to  the  bottom,  the  quartz 
rising  to  the  surface.  The  former  is  collected  by  centrifugal  force  in  a  groove 
around  the  circumference  and  is  discharged  through  a  little  gate,  which  is  regu- 
lated to  suit  the  ore.  The  quartz  is  carried  by  the  water  toward  the  center  of 
the  pan  and  overflows  inward  to  a  discharge  spout.  The  depth  of  the  water  is 
of  course  greater  at  the  circumference  than  at  the  center.  The  machine  will 
treat  about  4  tons  in  24  hours.  It  was  formerly  much  used,  but  has  been  dis- 
placed by  vanners.  A  machine  similar  to  this  is  used  at  the  Mayflower  mill, 
Idaho  Springs,  Colorado,  to  treat  re-stamped  jig  middlings.  It  consists  of  a 
pan  2  feet  6  inches  diameter,  1  foot  deep,  oscillating  on  a  central  pivot.  It  is 
fed  at  the  center  from  a  hopper,  through  a  downwardly  expanding  cone,  which 
causes  the  sand  to  assume  the  condition  of  hindered  settling.  The  tailings  are 
discharged  at  the  circumference  and  go  to  Gilpin  County  bumping  tables,  while 
the  concentrates  are  discharged  through  four  adjustable  gates  in  the  bottom, 
and  sent  to  the  smelting  works. 

The  Mechanical  Batea  is  used  for  washing  away  the  fine,,  light  stuff  from  the 
charge  of  the  clean  up  barrel  in  amalgamating  mills.  That  used  in  Mill  72  is 
a  pan  36  inches  in  diameter,  with  the  bottom  a  spherical  surface  having  its 
center  4  inches  below  the  margin.  The  pan  has  vertical  sides  4  inches  high, 
with  an  annular  rim  1^  inches  wide,  extending  horizontally  inward  from  near 
the  top  of  the  sides,  to  prevent  slopping.  It  is  suspended  by  three  rods  12  feet 
long  with  turnbuckles  for  leveling.  The  pan  receives  a  gyrating  motion  by 
a  central  crank  beneath,  with  a  radius  of  1^  inches,  and  makes  about  40  revolu- 
tions per  minute,  requiring  about  1  horse  power.  The  discharge  nozzle,  which 
is  held  between  guides,  prevents  the  pan  from  revolving.  The  charge  is  fed 
at  one  side,  and  the  light  stuff  overflows  at  the  opposite  side,  through  a  nozzle 
whose  sole  is  level  with  the  bottom  margin  of  the  pan.  It  yields:  (a)  Over- 
flow to  amalgamating  plates  and  (&)  residue  to  hand  pan  for  further  cleaning, 
which  yields:  (1)  Amalgam,  retorted;  (2)  mercury,  goes  back  to  mill;  (3) 
scrap  iron,  waste;  (4)  lump  ore,  back  to  stamps;  (5)  rich  concentrates,  to  chlo- 
rination  works. 

The  Fulton  Iron  Works,  the  Hendy  Machine  Works  and  the  E.  P.  Allis  Co. 
each  advertise  a  batea  supported  by  two  rods  at  the  back  and  a  roller  under  the 
discharge  nozzle,  and  applying  the  power  by  a  crank  at  the  side  opposite  to  the 
nozzle  (sec  Fig.  398). 
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TABLE  323. — SLIME  TABLE  CONSTRUCTION   AND  OPERATION. 
AbbraviatioDS.— Ft.=Feet;  IiLsIncheB;  L.=Lower:  No.=Number;  ta.=table;  tr.= trommel. 
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^arkoonvex  step  table.  B.,  Central  ciip.  Bi,  OeatraJ  cup  and  fixed  cone.  Bg,  Central  cup  and  flat  apron.  B4, 
Fan  distributor  and  rwoUinj;  cone.  B*,  Fan  distribuujr  aful  fixed  cone.  B«,  Fan  distributor,  flxBOconeaod 
"B.  By,  Evan^  di^ad  head  B^,  KevJlvliij^:  ftwcjEfr,  B^,  Sr>rfty  pipe  deliverina^on  central  cone.  Bje,  Spray 
B,„  8trai|,^Ktd[ji^oEi3l  spray  i^ipi^.  ti,,,  Curve<J  dia^uuid  spray  pipe.  B,,,  Diagonal  jet  pipe,  ^Incn 
Bi4^Dia^na!  jtJt  pifura,  eeven  i^i-inch  J'ts,  2  inchta  apart.    Bj^,  Straight  Jet  pipe.    B,.,  Straight  Jet 

"    '^"" RaSa 


pipe,  six  A-iDch  jt 


;and 

,. ^-r. ^current 

:\h  and  flf tb  »|jigote  of  Nu.  1  surface  e  u  rrent  C4as8ifler.    C.,  Spigots  of  No.  1  and  No. 
.     r    Ci,  Spl^ora  of  Ko  2  ami  Nr».  3  surface  current  classifiers.    Cg,  First  spigot  of 
liirtrtiiiei-K    C,*  Sectmd  arH^^at  of  No.  1  whoJp  current  classifier.    C,j,  Third  spigot  ofNo.  1 


ved  jeti 
jt  pipe,  winch 
oTerflow  en  No. : 
classifier.    Cs,  H 
8  surface  current 

No.  1  whole cumii     _,,  ^  _  „„  ...  .„ _,,, ^^^ ^.  . 

whole  current  olas.sjner.  ^  ,,,  Kuurth  Hpl^or.  of  ^o.  ]  whole  t  urrent  classier.  C|s,  Coarse  spigots  of  No.  1 
whole  current  cJiiKKifler.  Chi.  Hpi^lB  of  No  t  whf  1^  ctjrn  nt  classifier.  Cu,  Fine  spigots  of  No.  1 
whole  current  class  j  t i ,  r.  r\  „ ,  S  ;>]  ;„-.  ^t  n  f  Nr  >.  1  w  L  0  :  .  r .  r  .  1  issifler.  C, «,  Spigot  of  No.  2  whole  current 
classifier.  Ci,,  Spigots  of  itiu.  1  and  Ko.  £  kviioJe  curxi^iji,  ckuiiiflers.  Ci«,  First  spigot  of  No.  9  whole  current 
classifier.  C|t*  Second  spigot  of  No.  9  whole  current  classifier.  C«a,  Third  spigot  of  No.  8  and  spigot  of  No.  8 
whole  current  classifier.  C91,  Spigot  of  No.  4  whole  current  classiner.  Cas,  First  spigot  of  No.  1  box  clasai- 
fler*  C|a,  Spigots  of  distributing  tank.  C,4,  Tailings  of  upper  deck.  C..,  Tailings  of  No.  1  and  No.  8  tables. 
C|«,  Middlings  of  No  1  table.  C^,  Middlings  of  upper  deck.  C,.,  Middlings  of  middle  deck.  C,,,  Middlings 
Of  all  the  tables.  C>a,  Overfiow  of  hydraulic  classifier,  through  an  unwatering  box.  Dj.  Three  separate 
tables,  which  are  10, 14  and  16  feet  diameter  respectively.  Dg,  lliis  deck  was  not  used.  Dg,  Some  wood 
and  some  rubber.  E,,  Huntington  mili  E«,  No.  1  surface  current  olaasifler.  Bt,  Na  8  whole  current  class!- 
Her.    S4,  By  pump  to  upper  deck  of  No.  8  table. 
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C.  FiLM-SiziNO  Tables. 

Pilm-sizing  tables  use  the  relative  transporting  power  of  a  film  of  water  flow- 
ing on  a  quiet  surface  (which  may  be  either  smooth  or  rough),  to  act  upon  the 
particles  of  a  water-sorted  product.  The  smaller  grains,  of  higher  specific 
gravity,  are  moved  down  the  slope  slowly  or  not  at  all  by  the  slow  under  current; 
the  larger  grains,  of  lower  specific  gravity,  are  moved  rapidly  down  the  slope  by 
the  quick  upper  current. 

These  tables  may  be  classified  as: 

I.  Surface  tables,  from  which  the  products  are  removed  before  they  have 
formed  a  bed,  so  that  the  washing  is  always  done  on  the  same  surface. 

II.  Building  tables  or  huddles,  on  which  the  products  accumulate  to  a  depth 
of  several  inches  and  are  then  removed  by  hand. 

The  surface  tables  may  be  sub-divided  into  (a)  continuous  machines,  which 
discharge  their  products  automatically  without  stopping,  and  (6)  intermittent 
machines,  which  must  be  stopped  periodically  to  remove  the  products. 
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Data  on  both  kinds  of  surface  tables,  as  obtained  from  the  mills,  are  given 
in  Table  323. 

la.   CONTINUOUS  SURFACE  TABLES. 

Continuous  surface  tables  include  the  circular  tables  with  revolving  parts, 


FIO.   399a. — ELEVATION  OP  THREE-DECK  SLIME  TABLE  AT  MILL  37. 

and  the  traveling  non-vibrating  belts,  all  of  which  discharge  their  products  auto- 
matically and  continuously. 

§  497.  Revolving  Circular  Convex  Slime  Tables  have  the  form  of  a  very 
much  flattened  cone  with  its  axis  vertical  and  its  center  higher  than  its  margin. 
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Pulp  is  fed  over  a  portion  of  the  surface  on  the  pulp  or  sand  side  of  the  table 
near  the  center,  and  as  it  flows  down  the  slope  it  spreads  out,  and  the  film  be- 
comes thinner,  loses  carrying  power  and  increases  in  settling  power.  The  revo- 
lution of  the  table  continually  carries  the  pulp  round  past  a  series  of  clean  water 
distributors,  on  the  washing  side,  which  wash  and  remove  the  different  products 
most  advantageously  as  to  place,  time  and  manner,  the  diflEerent  products  being 
caught  in  separate  launders  around  the  circumference. 

As  a  good  example  of  modern  construction  the  three-deck  table  in  Mill  37  is 
here  described.  By  three  decks  is  meant  three  tables  one  above  the  other  on  a 
single  shaft.    This  table,  made  by  the  Tuttle  Manufacturing  and  Supply  Co., 
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is  shown  in  Figs.  399a  and  399&.  It  has  a  main  frame  of  four  horizontal  tim*- 
bers,  one  above  the  other,  connected  by  end  posts.  The  lowest  acts  as  a  sill  and 
also  carries  the  step;  the  other  three  carry  boxes  for  the  vertical  shaft;  and  in 
the  spaces  between  these  four  bearings  are  placed  the  three  decks  or  tables. 
Each  deck  consists  of  an  umbrella  frame  with  twelve  rays  and  twelve  support- 
ing braces.  Each  table  has  one  socket  hub  for  the  rays  and  one  for  the  braces, 
and  the  socket  hubs  are  fastened  to  the  3^-inch  shaft  by  set  screws.  The 
rays  of  the  two  upper  decks  are  set  at  a  slope  of  1^  inches  per  foot  (S**  21'), 
those  of  the  lower  deck  at  \\  inches  per  foot  (5°  57').     The  rays  are  united  by 
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planks  laid  as  chords  of  circles,  and  there  are  five  of  these  chord  rings.  Their 
surfaces  are  planed  to  a  true  cone  for  the  support  of  the  hoards  which  form  the 
washing  surface.  The  outer  ring  in  this  table  is  stiffened  by  a  ring  of  boards 
on  edge,  which  prevent  sagging  of  the  surface  between  the  rays.  The  surface 
boards,  which  are  commonly  of  white  pine,  are  sawed  of  the  proper  sector  to  lay 
them  radially,  are  tongued  and  groov^,  and  then  nailed  in  place.  The  surface 
is  brought  to  a  true  conical  form  by  a  hand  plane,  and  water  is  then  turned  on 
the  table.  This  whole  operation,  from  the  time  the  log  is  taken  from  the  pond 
of  the  saw  mill  till  the  water  is  turned  on  the  table,  is  done  as  rapidly  as  possi- 
ble, to  prevent  the  boards  from  drying,  shrinking  and  warping.  The  slightest 
warp  spoils  the  work  of  the  table,  as  it  makes  gutters  of  quick  water  conveying 
the  heads  down  too  far  and  ridges  of  slow  water  holding  back  the  tailings  from 
rolling  down  as  they  should.  A  table  of  this  kind  once  made  should  never  be 
allowed  to  dry. 

The  feed  pulp  is  distributed  by  a  central  cone  with  45**  slope,  which  is  fixed 
to  the  main  frame  and  therefore  does  not  revolve.  This  cone  has  upon  it  a  split 
cup  feed,  that  is,  a  cup  divided  into  halves  by  a  vertical  partition.  One  half 
feeds  pulp  to  one  side  of  the  table,  while  the  other  can  feed  clear  wash  water  to 
the  other  side  of  the  table.  In  this  mill,  however,  the  wash  water  cup  is  not 
used,  the  wash  water  being  applied  from  a  spiral  spray  pipe  which  has  21  jets 
f  inch  in  diameter,  about  6  inches  apart,  directed  vertically  downward.  These 
jets  keep  pushing  the  quartz  down  hill,  while  allowing  any  concentrates  that  are 
suflSciently  cleaned  to  pass  between  them.  A  straight  spray  pipe  inclined  30** 
from  the  radius,  with  five  jets  of  J-inch  pipe  9  inches  apart,  directed  tangen- 
tially  and  opposed  to  the  direction  of  the  table,  is  provided  for  washing  off  the 
middlings;  and  to  remove  the  heads  there  is  a  radial  pipe  with  9  jets  of  J-inch 
pipe  set  9  inches  apart  and  directed  obliquely  against  the  motion  of  the  table. 
There  is  also  a  pipe  to  dilute  the  feed  pulp  in  case  sufficient  water  is  not  fed 
with  the  pulp.  The  author  would  advise  connecting  all  these  pipes  to  the  hydrant 
by  separate  valves  to  give  independent  regulation.  The  table  is  given  very  slow 
speed  (one  revolution  in  70  seconds  in  this  case)  by  worm  gear.  It  is  surrounded 
by  a  circular  launder  which  catches  everything  that  runs  off.  This  launder  is 
partitioned  to  catch  the  tailings,  middlings  and  heads  separately  and  each  com- 
partment has  its  own  spouts  for  continuous  discharge  of  its  product.  These 
partitions  are  placed  to  suit  the  quality  of  products. 

The  discharge  edge  of  a  circular  slime  table  should  be  rounded.  If  it  is 
square,  a  bead  of  water  and  sand  will  always  rest  upon  and  be  carried  forward 
by  it,  and  in  this  way  quartz  may  be  carried  into  the  heads.  This  bead  some- 
times goes  so  far  as  to  produce  on  the  table  a  solid  bank  of  imperfectly  washed 
material. 

Instances  of  other  tables  are  as  follows:  In  Mill  22  the  pulp  is  fed  upon  nearly 
half  the  circumference  of  a  fixed  cone  by  a  fan-shaped  distributor  having  radiat- 
ing partitions.  The  cone  is  fastened  to  the  main  frame  with  its  base  2  inches 
above  the  table.  Wash  water  is  delivered  upon  this  cone  for  nearly  the  remain- 
ing half  of  the  circumference.  Middlings  are  washed  off  the  lower  4  feet  of  the 
table  by  a  straight  diagonal  pipe  with  |-inch  jets  2  inches  apart.  The  concen- 
trates are  removed  by  a  single  J-inch  jet  from  a  l^-inch  pipe. 

The  tables  used  in  Mill  44  have  a  fan-shaped  feed  trough,  a  cone  revolving 
with  the  table  for  distributing  pulp,  a  circular  spray  pipe  for  the  wash  water,  a 
diagonal  spray  pipe  for  the  middlings,  and  four  |^-inch  jets  for  washing  off  the 
heads. 

In  Mill  30  fourteen  rays  are  used  for  the  frame,  and  the  tables  are  mounted 
with  two  decks  on  a  3-inch  shaft,  and  the  socket  hubs  are  keyed  to  the  shaft. 
The  tables,  which  are  18  feet  in  diameter,  are  fed  from  a  split  cup  feeder. 
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which  distributes  upon  a  flat  cone  8  feet  in  diameter  and  slightly  steeper  (9°  45') 
in  slope  than  the  table  (6°).  This  feeder  discharges  through  fourteen  }-incb 
holes  around  its  lower  circumference  (seven  for  pulp  and  seven  for  wash  water), 
instead  of  overflowing  as  is  more  common. 

The  tables  used  in  Mill  15  have  sixteen  rays,  and  the  chord  rings  are  of  boards 
laid  dose  together.  Upon  these  boards  a  cement  surface  is  made  by  driving  in 
nails  at  frequent  intervals,  leaving  the  heads  about  ^  inch  above  the  wood  to 
hold  the  cement  in  place.  A  layer  of  coarser  cement  gives  a  foimdation  for  a 
smooth  surface  of  finer  cement,  the  two  together  being  about  an  inch  thick. 
When  complete  and  dried,  the  surface  is  varnished.  It  has  the  advantage  that 
it  is  truer  than  wood  and  can  be  allowed  to  dry  without  warping. 

The  Evans  table  has  a  split  cup  feeder,  and  a  fixed  wide  feed  apron  with 
slightly  steeper  slope  than  the  table.  On  the  feed  side  the  apron  has  a  circular 
margin  with  a  radius  of  3  feet  8  inches.  On  the  wash  water  side  the  apron  has 
a  spiral  margin  beginning  with  a  radius  2  inches  less  and  ending  with  a  radius 
1  foot  4  inches  more  than  on  the  feed  side.  The  diameter  of  the  table  is  19 
feet.  These  dimensions  are  from  Mills  46  and  48.  The  object  of  this  spiral 
wash  water  stream  is  to  push  the  quartz  down  the  table  systematically,  thus 
doing  away  with  any  slight  gutters  and  ridges  that  the  imperfections  of  the 
table  have  formed.  The  middlings  are  washed  off  by  a  diagonal  spray  pipe,  and 
the  hfeads  by  two  or  three  powerful  jets  with  a  board  scraper  to  concentrate 
the  stream  and  clean  and  true  up  the  surface. 

The  Clark  table,  used  at  Mill  43,  has  its  conical  surface  divided  into  eleven 
annular  steps,  each  8  inches  wide,  and  the  drop  from  one  step  to  the  next  is 
about  i  inch.  This  table  is  fed  on  a  quarter  of  its  circumference  by  a  cup  and 
cone  feeder.  Each  step  has  its  own  wash  water  jet.  To  each  cock  is  attached 
a  rubber  hose  12  to  18  inches  long  which  is  directed,  by  a  clamp  upon  a  rod  with 
universal  movement,  so  as  to  allow  a  band  of  pure  mineral,  formed  by  the  pre- 
vious jet,  to  pass  while  the  jet  pushes  the  sand  to  the  next  step. 

The  Schranz  tdble^^  is  fed,  washed  and  cleaned  oflf  twice  during  each  revolu- 
tion. The  wash  water  is  applied  from  two  spiral  spray  pipes,  the  jets  of  which 
are  directed  against  vertical  spiral  splash  plates,  the  wash  water  falling  vertically 
from  these  upon  the  table. 

Summary  of  the  Devices  Used  on  Revolving  Convex  Tables, — There  are  four 
parts  of  the  slime  table  which  vary  in  different  designs,  namely,  the  devices  for 
feeding  the  pulp  and  the  wash  water,  and  those  for  the  removal  of  the  middlings 
and  the  heads.  The  removal  of  the  tailings  is  practically  the  same  on  all  tables. 
Pulp  may  be  fed  to  a  revolving  45°  cone  built  upon  and  revolving  with  the 
table ;  to  a  fixed  cone  attached  to  the  main  frame ;  or  to  one-half  of  a  split  cup 
attached  to  the  main  frame  and  combined  with  a  fixed  45°  cone  or  a  fixed  apron, 
the  pulp  simply  flowing  over  the  edge  of  the  cup  and  down  the  cone  or  apron. 
The  wash  water  may  be  supplied  by  a  spiral  spray  pipe  playing  directly  upon 
the  surface  of  the  table,  each  stream  having  its  own  regulating  cock ;  by  a  circu- 
lar spray  pipe  plajring  upon  a  46°  central  cone;  or  by  the  split  cup  with  a  fixed 
spiral  or  circular  apron.  The  middlings  may  be  washed  off  by  a  straight  or 
curved  spray  pipe  placed  at  a  slight  diagonal  angle  with  the  radius  of  the  table. 
The  heads  are  washed  off  by  more  powerful  jets  varying  from  one  large  to  nine 
smaller  jets.  Where  the  one  or  two  larger  jets  are  used  they  must  be  combined 
with  the  board  scraper  to  prevent  the  dissipation  of  the  force  of  the  stream. 
Where  the  larger  number  of  smaller  jets  are  used  they  are  directed  diagonally 
toward  the  edge  of  the  table  and  opposite  to  the  direction  of  rotation.  The  tail- 
ings are  washed  off  partly  on  the  feed  side  of  the  table  and  partly  on  the  wash 
water  side,  probably  more  on  the  former  than  on  the  latter. 

§  498.  Fixed,  Circular  Convex  Slime  Tables. — The  Linkenbach  fixed  con- 
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§  498 


ical  table,  designed  in  1878^  claims  the  advantage  that  so  difficult  a  construction  as 
a  conical  cement  surface  can  be  made  and  maintained  truer  upon  a  solid  founda- 
tion than  upon  a  revolving  frame.  In  constructing  the  table"  the  foundation  is 
made  either  of  concrete  or  of  rough  stone  laid  in  cement.  This  masonry  is 
brought  to  an  approximately  true  surface,  and  the  final  finished  surface  is  ob- 


FIQ.  400a. — VERTICAL  SECTION  OF  LINKENBACII  SLIME  TABLE. 


4006. — PLAN   OF   LINKENBACH    SLIME   TABLE, 


tained  with'  a  layer  of  pure  Portland  cement.  A  vaulted  arch  is  constructed 
beneath  on  one  side,  for  introducing  the  feed  pulp  and  for  oiling  the  step  (see 
Figs,  400a  and  4006).  The  table  is  surrounded  with  as  many  fixed  circylar 
launders  as  it  is  intended  to  make  products.     For  example,  three  would  make 
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heads^  middlings  and  tailings;  four  would  yield  two  kinds  of  heads,  with  mid- 
dlings and  tailings.  The  pulp,  the  feed  water  and  the  wash  water  distributors 
revolve,  as  do  also  the  spray  pipes  for  middlings  and  wash  ofiE  pipes  for  heads, 
and  also  the  catch  hoppers  for  heads  and  middlings  with  the  pipes  for  convey- 
ing them  to  their  respective  circular  launders.  The  tailings  run  oflf  the  table 
directly  into  their  launder.  The  revolving  parts  are  either  carried  upon  arms 
radiating  from  a  central  shaft  above,  or  they  are  carried  upon  a  circular  carriage 
running  upon  a  circular  rail  and  driven  by  a  chain.  The  second  method  is 
illustrated  in  Figs.  400a  and  4006.  In  the  former  case  the  wash  water  is  dis- 
tributed from  a  revolving  pan  upon  the  shaft ;  in  the  latter  case  it  is  distributed 
from  the  shaft  itself,  which  is  hollow.  In  both  cases  the  feed  pulp  comes  in 
from  below  through  the  arch. 

The  table  is  made  6  to  8  meters  (19  feet  8  inches  to  26  feet  3  inches)  in 
diameter,  and  the  slope  recommended  is  1^  inches  per  foot  for  the  coarsest  slimes 
(that  is,  for  grains  up  to  0.25  mm.  diameter)  and  1  inch  per  foot  for  the  finest 
slimes.  The  moving  parts  revolve  in  from  2  to  4  minutes.  The  tables  were 
at  one  time  made  in  tiers  of  three  decks,  the  upper  deck  6  m.,  the  middle  6.6  m. 
and  the  lower  7  m.  in  diameter.  The  machine  seems  to  become  complicated, 
however,  by  this  arrangement,  and  to  have  lost  the  advantage  of  a  solid  founda- 
tion.    This  form  has  since  been  abandoned. 

The  Roberts  table,  patented  in  1883,  used  in  Mill  21,  is  a  fixed  convex,  conical 
cement  surface  table,  which  works  on  the  same  principle  as  the  Linkenbach  table. 
It  is  14  feet  in  diameter  with  4°  30'  (0.94  inch  to  1  foot)  slope.  The  feed  distribu- 
tor is  a  revolving  cast  iron  cone  3  feet  in  diameter  and  5  in<5hes  high.  This  dis- 
tributes the  pulp  over  three-fourths  of  the  circle.  Below  the  cone  and  revolv- 
ing with  it  is  a  IJ-inch  spiral  spray  pipe  with  f -inch  holes,  3  inches  from  center 
to  center.  The  jets  strike  10  inches  away  from  the  pipe  and  remove  tailings 
and  a  middling  product,  leaving  a  bank  of  clean  heads  near  the  margin  of  the 
table.  A  radial  wdsh-off  pipe  cleans  off  the  heads,  leaving  the  table  ready  for 
a  new  charge  of  pulp. 

Bartsch  gives  to  the  surface  of  a  non-rotating  circular  table  an  oscillating, 
bumping  motion  as  follows** :  A  cam  pushes  the  table  a  short  distance  circum- 
ferentially  and  at  release  a  spring  forces  it  back  against  a  bumping  post.  The 
table  has  the  revolving  feed  ajjd  wash-off  appliances  required  by  the  fixed  table 
design.  This  is  a  modification  of  Sparre's  device,  which  shook  the  table  back 
and  forth  by  an  eccentric* 

§499.  Comparison  of  Vanners  with  Convex  Slime  Tables. — ^A  vanner 
4  feet  wide,  12  feet  long,  costs  $500  more  or  less;  an  18-foot  table  costs  $200 
to  $300  according  to  locality.  Two-deck  or  three-deck  tables  cost  somewhat 
less  than  twice  or  thrice  that  sum.  Vanners  treat  pulp  carrying  from  12  to 
38%  (average  perhaps  20%)  of  solid  matter,  the  finer  the  product  the  less  thie 
quantity;  tables  treat  pulp  carrying  5  to  15%'  (perhaps  average  10%)  of  solid 
matter,  the  finer  the  proouct  the  less  the  quantity.  Four-foot  vanners  treat  4 
to  6  tons  per  24  hours ;  over  6  tons  is  probably  an  overload ;  18-foot  tables  treat 
perhaps  6  to  15  tons  per  24  hours,  according  to  fineness.  As  to  the  percentage 
of  sulphurets:  in  the  gravity  stamp  mills,  the  author  finds  the  feed^to  4-foot 
vanners  ranging  from  1  to  5%,  with  an  average  of  about  2J%,  and  the  feed  to 
6-foot  vanners  ranging  from  6  to  20%,  with  an  average  of  about  ll%v  '  lii 
rolls  mills  the  4-foot  vanner  will  probably  come  nearer  the  second  figure  than 
the  first.  The  tables  receive  pulp  carrying  perhaps  J  to  3%  of  valuable  mineral, 
averaging  perhaps  1^%.  The  higher  the  percentage  of  concentrates  the  less  is 
the/capacity  of  any  concentrator.  We  may  say  then,  that  judging  from  practice, 
slime  tables  are  adapted  for  treating  large  quantities  of  thin  pulp  with  a  small 
percentage  of  concentrates ;  while  vanners  are  adapted  for  treating  smaller  quan- 
tities of  thicker  pulp,  which  carry  a  higher  percentage  of  concentrates. 
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The  maximum  size  of  the  grains  fed  to  tables  is  much  finer  than  for  vanners; 
and  the  former  must  receive  classified  products  or  they  will  fail,  while  the  latter 
do  good  work  on  unclassified  products.  Vanners  probably  would  do  better  work 
on  classified  than  upon  unclassified  pulp,  but  in  gravity  stamp  mills  difficulties 
generally  occur  in  adapting  classifiers  to  the  irregular  working  of  the  stamps, 
and  this  prevents  their  adoption. 

In  Mills  24,  31,  35,  36,  37  and  43  coarser  classified  products  are  sent  to  tables, 
and  finer  to  vanners.  This  treatment  should,  in  the  opinion  of  the  author,  be 
reversed,  for  the  table  handles  the  very  fine,  more  dilute'  slimes  better  than  the 
vanner.  In  Mill  30  greatly  improved  results  were  obtained  by  changing  from 
the  practice  of  the  above  mills,  and  treating  all  the  spigots  of  the  box  classifiers 
on  tables,  the  table  middlings  going  to  vanners. 

The  power  required  for  a  vanner  is  perhaps  ^  horse  power;  that  for  a  table 
is  very  little,  perhaps    V  horse  power. 

§500.  Revolving,  Circular,  Concave  Slime  Tables  have  the  form  of  a 
much  flattened  cone  or  funnel.  Pulp  is  fed  at  the  circumference  over  a  portion 
of  the  surface,  and  wash  water  over  the  remaining  portion.  As  the  current  of 
water  flows  toward  the  center  it  becomes  narrower,  and  therefore,  deepens  and 
increases  in  speed,  thus  increasing  its  carrying  power.  Hence,  a  grain  of  heavy 
mineral  that  does  not  settle  near  the  point  of  feed  will  move  faster  and  faster 
as  it  approaches  the  discharge.  The  different  products  are  washed  down  and 
separately  collected  near  the  center  of  the  table.  These  tables  are  not  much 
used,  but  are  sometimes  found  as  feeders  to  convex  tables  where  the  ore  has  a 
large  amount  of  concentrates,  as  in  Mills  27  and  28.  In  both  of  these  mills  the 
concave  is  the  same  diameter  as  the  convex.  In  the  figure  shown  by  Linkenbach 
the  concave  is  much  narrower  than  the  convex.  In  Mill  27  pulp  is  fed  over 
one-third  of  the  circumference,  in  Mill  28  one-fifth,  in  Linkenbach's  figure  one- 
sixteenth  of  the  circumference.  Wash  water  is  fed  over  the  remainder  of  the 
circumference.  In  Linkenbach's  figure  the  upper  (concave)  table  makes  heads, 
middlings  and  tailings;  the  lower  (convex)  re-treats  these  tailings,  and  from 
them  makes  heads,  middlings  and  tailings.  In  Mill  27  the  upper  (concave) 
makes  heads  to  smelter  and  tailings  fed  to  the  middle  (convex)  table  which 
yields  heads  to  smelter,  middlings  to  lower  (convex)  table  and  tailings  waste. 
The  lower  table  makes  heads  to  smelter,  middlings  to  vanner  and  tailings  waste. 
In  Mill  28  both  the  upper  (concave)  and  lower  (convex)  make  heads,  middlings 
and  tailings.  The  middlings  of  both  go  to  the  upper  ^concave)  deck  of  No.  2 
table.  The  lower  (convex)  deck  of  No.  2  has  a  separate  feed.  Both  these 
tables  make  heads,  middlings  and  tailings.  The  middlings  go  back  to  the  upper 
deck  of  No.  2. 

Comparison  of  Coitvbx  and  Concave  Slime  Tables. — Since  a  concave 
table  receives  its  feed  over  such  a  large  area,  it  can  save  considerable  value  from 
an  ore  carrying  a  high  percentage  of  concentrates,  but  the  tailings  loss  is  neces- 
sarily high.  A  convex  table,  on  the  other  hand,  makes  clean  tailings.  The 
lighting  and  inspection  of  a  convex  table  are  much  more  convenient  than  of  a 
concave  table,  on  account  of  the  direction  of  slope. 

§501.  Operation  of  Circular  Slime  Tables. — ^The  most  important  con- 
siderations in  the  use  of  slime  tables  are  the  size  of  the  grains  to  be  treated  and 
the  speed  of  the  water  current  The  former  depends  on  the  preliminary  classifica- 
tion, and  the  latter  upon  the  slope  of  the  table  and  tiie  quantity  of  water  used. 
Other  conditions,  which  are  more  or  less  dependent  upon  the  above  and  all  of 
which  affect  the  process,  are  as  follows: 

The  shape  of  the  grains. 

The  specific  gravities  of  the  minerals  to  be  separated. 
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• 
The  density  of  the  pulp. 
The  rate  of  feeding  the  pulp. 
The  thickness  of  the  water  film. 
The  kind  of  surface. 
The  diameter  of  the  table. 
The  speed  of  revolution. 
The  convex  or  concave  construction. 

Size  of  drains. — The  larger  the  grains,  up  to  a  diameter  equal  to  the  thickness 
of  the  film,  the  more  rapidly  they  are  carried  forward  by  the  current ;  but  grains 
which  project  above  the  film  are  retarded,  because  the  full  weight  of  the  unim- 
mersed. portion  is  added  to  the  water  weight  of  the  immersed  portion.  Further 
increase  reaches  a  size  of  grain  that  will  not  move  at  all.  Linkenbach  recom- 
mends 0.25  nmi.  as  the  maximum  size  of  quartz ;  and  the  tests  recorded  in  §  352 
show  that  the  coarsest  pulp  sent  to  tables  (that  is,  the  first  spigot  of  the  box 
classifiers)  in  Mills  22  and  38  contains  only  5  or  10%  coarser  than  that  size. 
In  Mill  30  there  is  about  5%  coarser  than  0.4  mm.  and  about  10%  coarser  than 
0.3  nun.  In  Mill  28  there  is  about  5%  coarser  than  0.125  mm.  and  about  10% 
coarser  than  0.1  mm.  At  the  native  copper  mills  of  Lake  Superior  the  tables 
are  fed  with  pulp  of  which  about  5%  is  too  coarse  to  pass  through  a  100-meah 
screen  (approximately  0.125  mm.). 

Prelimtnary  Classification;  and  Specific  Oravity, — The  ideal  feed  would  con- 
sist of  grains  of  uniform  shape  (sphere  or  cubes)  with  a  definite  ratio  between 
the  diameters  of  the  two  minerals.  The  grains  actually  obtained  from  the 
classifiers,  however,  depart  from  this  ideal,  because  larger  flat  grains  settle  with 
smaller  roundish  grains  causing  a  considerable  range  in  sizes;  also  on  account 
of  the  presence  of  included  grains  of  heavy  and  light  minerals  attached  to  each 
other  in  varying  proportions ;  and  finally,  on  account  of  the  imperfections  of  the 
classifiers  the  feed  to  tables  almost  always  contains  a  greater  range  of  sizes  than 
should  be  treated  together.  The  tailings  losses  on  the  feed  side  of  a  table  consist 
of  the  flat  or  flaky  grains  of  heavy  mineral,  and  of  the  finest  slimes  which 
come  into  the  feed  tiirough  the  imperfections  of  the  classifiers.  This  second 
loss  may  be  very  serious.  The  tailings  loss  on  the  wash- water  side  are  due  to 
the  approach  of  the  heads  toward  the  edge  of  the  table.  They  comprise  the  in- 
cluded grains  and  a  few  of  the  larger  grains  of  heavy  mineral.  The  middlings 
contain  included  grains  mixed  with  a  little  of  the  smallest  quartz  and  the  larg- 
est grains  of  heavy  mineral.  This  makes  a  product  that  can  be  well  treated  on 
a  vanner,  but  is  difficult  to  finish  on  a  second  slime  table.  If  samples  are  taken 
from  points  all  around  a  slime  table  they  will  generally  be  found  to  be  poorest 
near  the  point  where  the  tailings  first  reach  the  margin,  and  become  richer  all 
the  way  round  until  the  middlings  partition  is  reached.  The  middlings  are 
richer  still,  and  the  heads  of  course  approach  pure  heavy  mineral,  see  §  903.  If 
a  sample  is  taken  beyond  the  heads,  where  the  first  pulp  water  goes  off,  it  will 
generally  assay  very  high.  This  is  from  a  little  heads  carried  past  the  wash-olT 
jets,  but  if  the  table  is  run  properly  the  quantity  should  be  so  small  as  to  be  of 
little  moment.  It  is,  however,  an  important  point  to  watch.  The  nearer  the  feed 
to  a  table  comes  to  the  ideal  sorted  product  the  more  perfectly  will  it  work. 

The  degree  of  sorting  needed  depends  on  the  specific  gravities  of  the  minerals. 
The  higher  the  specific  gravity  of  the  heavy  mineral  the  greater  will  be  the  dif- 
ference in  size  between  the  gangue  and  the  heavy  mineral  in  the  pulp  that  comes 
from  the  classifier.  Both  the  high  specific  gravity  and  the  small  size  favor  sepa- 
ration on  the  slime  table,  the  former  by  the  resistance  offered  to  the  water  cur- 
rent, the  latter  because  the  particles  do  not  project  up  into  the  rapidly  moving 
layers  of  the  water  film.  Hence,  with  such  a  heavy  mineral  as  galena,  less  classi- 
fication is  required  than  with  lighter  minerals  like  blende  and  chalcopjrrite ;  but 
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even  with  galena  the  very  fine  slimes  will  be  lost  if  treated  with  the  coarse  por- 
tion. Practice  in  regard  to  preliminary  classification  in  the  mills  may  be  sum- 
marized from  Table  323  as  follows: 

In  11  mills  the  earlier  spigots  of  surface  current  or  whole  current  classifiers 
go  to  one  table  and  the  later  spigots  to  another;  in  1  mill  the  last  spigot  of  a 
hydraulic  classifier  goes  to  a  table ;  in  3  mills  the  overflow  of  hydraulic  classifiers 
goes  to  tables;  and  in  10  mills  the  tables  are  all  fed  with  like  pulp  consisting 
of  the  unwatered  overflow  of  hydraulic  classifiers. 

Shape  of  Qrains. — Roundish  grains  are  considered  to  behave  normally;  and 
rolling  rather  than  sliding  is  considered  to  be  the  normal  motion.  Longish 
grains  swing  around,  side  to  the  current,  and  on  account  of  their  less  diameter 
may  roll  with  a  different  speed  from  that  of  their  associates.  Flat  grains  may 
lie  down  and  fail  to  move  altogether  or,  if  very  thin,  may,  by  being  floated,  move 
down  more  rapidly  than  the  normal  grains.  Arborescent,  flaky  or  leafy  grains 
(for  example,  of  native  copper)  move  much  faster  than  their  size  and  specific 
gravity  would  indicate.  The  following  experiment  was  tried :  A  batch  of  quartz 
grains,  passing  through  a  10-mesh  and  resting  on  a  12-mesh  sieve,  was  treated 
upon  a  plane  rectangular  table  covered  with  No.  6  canvas  with  warp  laid  lengtli- 
wise,  sloping  6°,  with  a  water  current  of  12^  pounds  per  minute  per  foot  of 
width.  The  grains  that  were  washed  off  were  nearly  all  roundish;  those  that 
remained  were  largely  flat  or  with  one  flat  plane.  A  second  test  was  tried  with 
quartz  grains  through  SO-mesh  on  40-mesh.  The  grains  washed  off  were  round- 
ish ;  those  remaining  were  flattish,  though  the  difference  was  not  quite  as  marked 
as  in  the  former  test. 

.  §  602.  Slope  of  the  Table, — ^Very  fine  pulp  requires  steep  slope,  with  but 
little  water  and  therefore  a  very  thin  film ;  while  coarse  pulp  requires  a  gentler 
slope,  but  with  much  water  and  therefore  a  comparatively  thick  film  (see  §509). 
This  is  based  upon  the  fact  that  the  work  of  the  table  is  to  size  products  con- 
sisting of  sorted  grains.  If,  however,  the  table  served  only  to  unwater  the  pulp, 
then  the  finer  the  grains  the  less  should  the  slope  be.  With  three  exceptions, 
the  mills  do  not  appear  to  follow  any  particular  rule  as  to  slope  and  size  of 
grain.  Mill  35  conforms  to  the  principle  that  fine  pulp  should  be  treated 
on  a  steeper  slope  than  coarse;  but  Mills  28  and  37  follow  the  opposite 
practice.  In  Mill  37  the  two  upper  decks  slope  IJ  inches  per  foot,  while  the 
lowest  deck,  which  treats  the  middlings  of  the  two  upper  decks,  slopes  IJ  inches 
per  foot*  This  middling  product,  of  course,  does  not  contain  as  large  grains  a& 
the  original  feed. 

Table  323  indicates  that  the  slope  of  convex  slime  tables  in  the  United  States 
varies  from  f  to  IJ  inches  per  foot,  1  to  IJ  inches  (4°  45'  to  6°)  being  most 
common.  The  three  concave  tables  on  the  list  slope  respectively  1.33  inches, 
1.58  inches  and  1.74  inches  per  foot.  Kunhardt  gives  1  to  2  inches  as  Europeaa 
practice.    Ldnkenbach  gives  the  following  figures: 


StatloDary  CoDvez  Tables. 

Revolving  Ck>nvex  Tables. 

Coaneflt  sHme. . « • . . . 

Medium  Blime. 

Finest  slime. 

1 .88  inches  per  foot  (6<»  an 
1.20       "     ^      "    <5«»46'j 
1.00       "       *»      "    (40  460 

1 .80  inches  per  foot  (6»  460 
1.09      *•       ••      ♦*    (5«100 
1.00      "       "      "    (4«»450 

Quantity  of  Water. — The  greater  the  quantity  of  water  the  greater  will  be  the 
speed  of  the  current  and  the  less  its  settling  power.  In  the  case  of  a  circular 
convex  table  the  water  should  be  estimated  with  respect  to  the  quantity  which 
comes  off  from  a  foot  of  the  circumference  in  a  minute,  since  the  most  difficult 
part  of  the  work  of  separation  is  done  near  the  circumference.  The  only  posi* 
tive  figures  the  author  has  are  from  Mill  44,  where  he  found  the  thinnest  film 
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noticed  on  any  table  was  discharging  3  pounds  and  the  greatest  rush  of  water 
seen  on  any  table  was  discharging  7  pounds  of  water  per  minute  from  1  foot  of 
circumference.  The  former  figure  is  less  and  the  latter  more  than  the  usual 
practice.  If  we  consider  5  pounds  to  be  about  a  proper  quantity,  and  that  an 
18-foot  table  is  discharging  this  quantity  all  around  its  circumference,  then  the 
total  amount  of  water  will  be  48,842  gallons  in  24  hours  (33.92  gallons  a  min- 
ute). Approximately  half  of  this  will  come  in  the  feed  pulp.  The  other  half 
will  be  used  on  the  washing  side ;  and  of  this  amount  perhaps  two-thirds  will 
be  used  for  washing  and  one-third  for  the  wash-off  jets. 

The  thickness  of  the  film  on  a  slime  table  is  much  less  than  that  of  the  pulp 
bed  on  a  vanner,  because  the  slope  is  steeper,  and  because  the  pulp  is  thinner. 
Thin  pulp  is  necessary  in  order  to  have  the  ore  only  one  grain  deep  on  the  table 
and  thus  get  approximately  individual  treatment  of  the  grains.  The  following 
measurements  of  films  on  some  of  the  mill  tables  were  made  with  a  special  gauge 
(see  §  884).  Each  measure  was  taken  near  the  circumference  of  the  table 
except  where  otherwise  indicated. 


No. 


LocatJon  on  TftUe. 


No.ofOb- 
BervatioDB 
Averaged. 


Thickne 


Crest  of      Trouiph  of 
Wave.  Wave. 


Diameter 
of  Table. 


Slope 
of  Table. 


«••! 


4A 


6  inches  from  edge 

8  feet  from  edge 

At  point  of  pulp  feed 

Average  of  several  points  near  the  curved 

wash  water  pipe 

Feed  side  (a) 

Wash  water  side 

Feed  side » 

Wash  water  side 


Inches. 
0.061 
0.068 
0.066 

0.069 
0.189 
0.060 
0.119 
0.077 


Inches. 

O.OSl 
O.OM 
0.089 

0.085 


0.046 
0.040 
0.068 


50  67' 

40  «r' 

70  2«/ 
6»  67' 


AveragSL.. 


0.066 


0.040 


(tf)  On  the  feed  side  of  this  table  a  wave  traveled  down  (about  8  feet)  in  8  seconds;  on  the  washing  side  in 
4  seconds. 

Density  of  Pulp. — ^The  author  has  no  exact  data  upon  this  subject.  If  we 
assume  for  an  18-foot  circular  convex  table  that  about  5  pounds  of  water  per 
minute  leave  the  edge  on  every  foot  of  circumference,  that  the  table  is  fed  with 
pulp  upon  about  one-half  of  its  circumference,  and  that  it  treats  12  tons  in  24 
hours,  then  the  pulp  will  contain  10^%.  of  solids.  Linkenbach  recommends  8 
to  10%,  but  says  that  in  practice  tables  are  commonly  fed  with  thicker  pulp 
than  this,  which  increases  the  capacity  but  also  increases  the  losses  in  the  tailings. 
In  1880  Munroe^*  found  3J  cubic  feet  of  slime,  carrying  7  to  12  pounds  of  ore 
per  cubic  foot,  fed  to  a  single  table  per  minute,  which  makes  the  solids  about 
10%  and  16%  respectively. 

§  603.  Kind  of  Surface, — Four  kinds  of  surface  have  been  used :  soft  wood, 
cement,  rubber  and  canvas.  The  effect  of  the  surface  upon  the  concentration 
varies  with  the  roughness.  The  smoother  a  surface  the  less  the  particles  are 
inclined  to  roll,  and  the  less  will  be  the  retardation  of  the  under  current  (due 
to  friction).  If  a  plate  glass  surface  was  used  there  would  be  a  minimum  drag 
upon  the  under  current  and  the  particles  might  slide  down  the  surface  without 
rolling  at  all.  Both  of  these  qualities  are  bad,  and  probably  whatever  advantage 
was  gained  by  the  trueness  of  the  glass  surface  would  be  more  than  lost  by  these 
disadvantages.  Wood  has  a  slight  roughness  which  inclines  the  grain  to  roll, 
and  diminishes  the  speed  of  the  under  current.  A  cement  surface  does  the  same 
to  a  greater  extent  and  needs  a  steeper  slope  in  consequence.  Eubber  probably 
diminishes  the  under  current.  Canvas  gives  the  greatest  drag  on  the  under  cur- 
rent of  any  of  the  materials  used.  Moreover,  the  meshes  of  the  cloth  furnish 
little  pits  or  riffles  into  which  the  particles  settle.     Quartz  particles  that  have 
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been  stopped  by  these  rifiBes  in  the  early  stage  of  the  operation  are  crowded  out 
by  the  heavy  mineral  that  follows.  The  author  knows  of  but  one  mill  in  this 
country  (Mill  30)  where  it  has  been  tried,  and  there  the  table  had  the  com- 
paratively gentle  slope  of  1^  inches  per  foot  and  a  speed  of  one  revolution  in  74 
seconds,  with  a  diameter  of  18  feet.  The  author  has  only  begun  upon  experi- 
ments in  this  line,  but  thinks  the  extraordinary  advantages  of  a  canvas  surface 
can  be  gained  if  the  right  conditions  of  slope  and  speed  of  revolution  are  de- 
termined. For  example,  his  experiments  indicate  that  with  a  steep  slope  (IJ 
to  2  inches  per  foot)  and  a  speed  of  one  revolution  in  5  or  even  10  minutes,  a 
canvas  surface  will*  prove  advantageous.  It  is  used  in  some  mills  in  the  Harz 
Zilountains  with  good  results." 

Of  the  25  mills  shown  in  Table  323,  at  least  17  use  wooden  surface  tables. 
Mill  38  tried  a  covering  of  thin  sheet  rubber,  which  was  not  successful  because 
it  wrinkled  in  warm  weather.  Thick  rubber,  however,  gave  good  results.  In 
Mills  15,  21  and  86  cement  surfaces  are  used.  In  some  of  the  tables  the  wooden 
surface  is  kept  true  and  clean  by  special  devices.  In  Mill  48  the  Evans  tables 
have  the  Evans  radial  wooden  scrapers.  In  Mills  15,  45  and  46,  Evans  tables 
are  used  and  presumably  have  the  Evans  scraper.  Mills  38,  42  and  43  have 
wooden  scrapers  essentially  of  the  form  designed  by  Evans,  but  with  rubber 
tacked  on  the  lower  edges.  They  are  placed  radially  and  just  behind  the  jets 
for  washing  ofiE  the  heads.  These  scrapers  not  only  keep  the  table  cleaned  from 
the  formation  of  mineral  or  vegetable  slime,  but  they  also  grind  off  the  surface 
slightly,  helping  to  keep  it  true.  They  are  held  between  guides  and  bear  their 
whole  weight  upon  the  table.  In  Mill  38  the  weight  of  the  scraper  is  partly  re- 
lieved by  suspending  cords.  In  Mill  16  the  cement  surface  is  trued  every  nine 
months  by  being  ground  with  fine  sand  and  a  board  straight  edge,  and  is  then 
varnished;  in  this  way  the  true  cone  is  maintained  for  years. 

Speed  of  Revolution, — The  speed  of  revolution  controls  the  amount  of  wash- 
ing that  is  done.  A  table  which  revolves  once  in  two  minutes  washes  the  ore 
twice  as  long  as  one  which  revolves  in  one  minute.  The  revolution  may  range 
from  such  a  rapid  speed  that  centrifugal  force  interferes  with  the  treatment, 
down  to  an  indefinitely  slow  speed.  In  general  it  is  affected  by  the  following 
considerations :  thicker  pulp  requires  faster  speed  than  thinner  to  avoid  too  heavy 
an  accumulation  upon  the  surface ;  larger  grains  require  faster  speed  than  smaller, 
and  steeper  slope  requires  faster  speed  than  gentler,  other  things  being  equal, 
because  the  particles  are  in  both  cases  carried  to  the  circumference  more  rapidly. 
The  shorter  the  run  down  the  slope,  other  things  being  equal,  the  quicker 
should  be  the  revolution  of  the  table,  because  the  material  reaches  the  circumfer- 
ence in  shorter  time.  The  faster  the  speed  of  revolution  that  is  practicable  in 
any  case,  the  greater  the  capacity. 

Table  323  gives  the  practice  in  the  mills ;  and  from  that  table  it  appears  that 
slime  tables  in  the  United  States  make  one  revolution  in  from  41  to  155  seconds, 
with  an  average  of  86.  The  41  seconds  record  is  much  less  than  the  others  and 
it  is  on  a  very  small  table.  Kunhardt  speaks  of  tables  in  Europe  revolving 
once  in  30  seconds  and  once  in  24  seconds  respectively,  as  instances  of  the  great- 
est speed,  and  of  others  revolving  once  in  3  to  4J  minutes  (180  to  270  seconds) 
as  instances  of  the  slowest.     The  latter  were  working  upon  very  dilute  pulp. 

Diameter. — ^Table  323  shows  revolving  convex  tables  ranging  from  10  to  19 
feet  in  diameter,  the  usual  size  being  from  16  to  18  feet,  most  frequently  18 
feet.  Since  the  thickness  of  the  water  film  diminishes  as  it  approaches  the 
margin  of  the  table,  and  since  this  method  of  concentration  requires  that  the 
film  shall  not  have  more  than  a  certain  maximum  thickness  nor  less  than  a 
certain  minimum,  it  follows  that  convex  tables  can  treat  pulp  only  for  a  limited 
radial  distance  without  having  the  film  too  thick  at  the  start  or  too  thin  at  the 
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end.    The  real  work  of  separation  is  done  on  the  three  or  four  feet  of  radius 
next  to  the  circumference. 

Table  324  gives  the  radii  of  tables  used  in  the  mills,  and  the  net  working 
radial  length.  The  last  column  shows  that  with  a  small  distributing  cone  the 
thickness  of  the  film  at  the  beginning  of  treatment  is  much  greater  than  at 
the  margin  of  the  table,  while  with  a  wide  distributing  cone  it  is  but  little 
thicker.  The  author  considers  this  fact  an  argument  against  large  tables,  but 
it  does  not  condemn  large  distributing  cones.  The  larger  the  diameter  the 
greater  will  be  the  capacity  of  a  table ;  but  the  greater  also  will  be  the  central 
area  on  which  no  concentration  can  take  place,  and  consequently,  the  greater  the 
waste  of  floor  and  roof  space.  The  advisable  limit  of  diameter  seems  to  be 
about  18  feet.  To  make  the  most  use  of  floor  and  roof  space  tables  are  built 
two  and  even  three  decks  high. 


TABLE   324. — WORKING 

RADIUS   OF 

SLIME   TABLES. 

MIU  or  Authority. 

Radius  of  Feed 
Ck>iie. 

Radius  of  Table. 

Working  Radial 
Length. 

Depth  of  Fttm  at  Cir- 

oumf erenoe  of  Feed 

Cone  Divided  by  Depth 

at  Circumfereuoe  of 

Table. 

fl 

Ft.       In. 
1          6 
1          8 
1          9 
1          6 
1          8 

t !  1 

1           8 

i  h' 

8          8(o) 
1           6 
S          0 

Ft.       In. 

7  0 
9          0 
9          0 
9          0 
9          0 
9          U 

8  0 
8          8 

8  8 

9  0 
9          0 

8  10 

9  8 

8         10« 

8          0 
11          6 

Ft.       In. 

6  8 

7  6 
7          8 
7          8 
7          9 

7  8 

8  9 

7  4 

8  0 
7          0 
7          9 

7  4 

8  0 

\      ,o« 

8  8 

9  8 

£0. 

31 

as 

88 

88. •. 

87. 

aa 

48. 

48 

44 

48 

47 

48. 

88. 

(a)  Evans  table— radius  of  dead  bead  on  feed  side. 

The  capacity  of  a  conical  slime  table  depends  on  the  various  considerations 
that  have  just  been  discussed.  The  pulp  should  not  be  fed  so  fast  as  to  inter- 
fere with  individual  treatment  of  the  grains.  In  1880  Munroe**  found  18-foot 
tables  at  the  Osceola  mill,  Lake  Superior,  treating  18  to  20  tons  of  slime  (dry 
weiffht)  in  24  hours;  and  at  the  Atlantic  mill  he  found  tables  treating  30  tons 
working  on  slime  and  28  to  32  tons  on  sand.  In  1884  Coggin*^  found  that 
20-foot  tables  at  Lake  Superior  were  treating  12  to  13  tons  of  slime  in  24  hours. 
In  Harz  Mountain  practice,  24  to  36  tons  are  treated  in  24  hours  on  tables  from 
16i  to  29^  feet  in  diameter,  sloping  from  1  in  10  to  1  in  12  and  making  1  revo- 
lution in  3  to  4  minutes.'*  Linkenbach  gives  the  following  figures  as  the 
capacity  of  his  fixed  convex  slime  table.* 


Feed. 

Diameter  of  Table. 

Capacity.    Tons 
per  94  Hours. 

Coarse  Blimee 

Mediom  slimes 

Fine  slimeSr  ^ .  ^  t  ^  ^  ^  ^  t 

6  m.  (19  feet  8  inches.) 

8.6  m.  (21  feet  4  inches.) 

7  to  8  m.  (28  feet  to  96  feet  8  inches.) 

19.04 
17.45 
15.87 

The  author  believes  that  12  to  15  tons  in  24  hours,  depending  on  the  size  of 
grains,  is  a  suitable  quantity  of  feed  to  18-foot  slime  tables. 

§  504.  The  Belt  Film-Tables.— These  machines  have  wide  belts  stretched 
between  end  rollers  and  supported  upon  numerous  intermediate  small  rollers  or 
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upon  a  plane  surface.  One  design  gives  the  belt  an  up  hill  travel  like  that  of  a 
vanner,  but  without  any  shaking  motion.  This  yields  only  two  products,  heads 
at  the  upper  end  and  tailings  at  the  lower.  Another  design  has  the  belt  hori- 
zontal in  its  length  but  sloping  from  one  side  to  the  other,  like  the  Stein  machine, 
but  without  a  jerk.  On  this  form  the  pulp  is  fed  upon  the  rear  upper  comer 
of  the  traveling  belt  and  spreads  its  products  out  like  a  fan,  according  to  their 
power  to  move  down  the  slope.  Since  the  belt  is  fed  with  a  sorted  product,  the 
upper  band  of  the  fan  will  have  the  highest  gravity  ore ;  the  next  band  will  have 
the  next  lower,  and  so  on,  down  to  the  lightest  tailings.  These  tables  can  yield 
heads,  middlings  and  tailings,  or  they  can  make  a  three  or  four  mineral  sepa- 
ration. They  differ  from  the  slime  tables  in  that  they  have  an  adjustable  slope 
which  adds  one  more  variable  for  adapting  the  treatment  to  the  ore.  The  slope 
may  be  diminished  and  the  water  increased,  or  vice  versa.  The  slime  tables,  on 
the  other  hand,  have  a  constant  slope,  and  the  quantity  of  water  is  the  only 
possible  adjustment.  In  regard  to  the  thickness  of  the  water-film,  it  remains 
constant  on  these  tables  from  the  feed  edge  to  the  discharge  edge;  whereas  it 
diminishes  on  the  convex  tables  and  increases  on  the  concave  tables. 

The  Brunton  table  was  invented  in  1840,*'  and  appears  to  have  been  the  first 
traveling  belt  machine  of  any  kind.  The  canvas  belt,  which  was  covered  with 
either  paint  or  rubber,  traveled  up  hill  at  an  angle  that  could  be  varied  by 
means  of  jack  screws  at  the  lower  end  of  the  frame.  On  the  under  side  of  the 
belt  were  attached  cross  cleats,  which  bore  upon  longitudinal  cleats  fixed  to  the 
frame  between  the  two  end  rollers.  The  belt  travel  was  received  through  the 
head  roller.  Pulp  was  fed  at  about  one-fourth  of  the  distance  from  the  head  to 
the  tail,  and  wasn  water  very  near  the  head.  The  tailings  were  washed  down 
the  belt  and  oflf  at  the  lower  end.  After  passing  over  the  head  roller  the  belt 
dipped,  by  its  own  weight,  into  a  tank  of  water,  where  the  concentrates  were 
deposited.  In  returning  from  this  tank  to  the  tail  roller,  the  belt  passed  up 
over  another  roller  carried  on  the  under  side  of  the  frame. 

A  canvas  belt  slime  table  is  used  in  Mill  86  which  is  probably  of  this  class.  It 
has  the  advantage  of  the  rough  canvas  surface  (§  503)  together  with  continuous 
operation. 

The  Uren  table  was  used  on  native  copper  slimes  at  Lake  Superior  in  the 
sixties.  The  rubber  belt  was  16  feet  long  by  3J  feet  wide,  and  horizontal  length- 
wise, with  an  adjustable  slope  from  side  to  side,  and  moved  on  a  plane  surface 
between  the  end  rollers.  It  was  fed  with  pulp  at  the  upper  rear  comer  and 
with  wash  water  along  the  upper  margin. 

The  Ferraris  table*^  has  a  plane  mbber  belt  0.7  m.  (28  inches)  wide,  4  m.  (13 
feet)  between  centers  of  end  rollers.  The  latter  are  fumished  with  wide  flanges 
to  keep  the  belt  in  line.  The  belt  slopes  from  one  side  to  the  other,  is  supported 
upon  four  small  rollers,  and  travels  6  m.  (19.7  feet)  per  minute,  beinff  driven 
by  a  variable  speed  friction  pulley  on  the  head-roller  shaft.  It  is  fed  with  a 
sorted  product  at  the  upper  rear  comer.  Wash  water  is  applied  by  five  jets, 
which  are  nearly  horizontal,  and  are  directed  across  the  belt.  The  jets  are  spaced 
evenly  along  the  belt,  and  each  jet  strikes  the  belt  a  little  lower  than  its  pred- 
ecessor. The  water  flowing  oflf  the  margin  from  each  jet,  is  caught  in  a  separate 
hopper,  and  in  this  way  the  five  jets  give  five  products  graded  in  richness. 
At  Monteponi,  Sardinia,  in  working  an  ore  that  carries  galena,  cerrusite  and 
calamine,  the  pulp  fed  to  the  table  is  thoroughly  classified,  and  one  table  treafs 
40  liters  of  pulp  per  minute,  amounting  to  about  3  tons  of  dry  ore  in  11  hours, 
using  60  liters  (about  16  gallons)  of  wash  water  per  minute.  The  table  does 
quite  as  good  work  without  any  shaking  motion  as  with  it.  The  belt  can  be  made 
long  enough  for  two  or  even  three  successive  treatments  upon  it. 

The  Castelnau  table*^  has  a  rubber  belt  traveling  horizontally,  sloping  from 
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FIG.  401a. — CANVAS  PLANT  AT  MILL  78. 


PIG.  4016. — PULP  DISTRIBUTOB  AT  MILL  78. 
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one  side  down  to  the  other.  The  length  of  the  belt  is  7.46  meters  (24  feet  6 
inches)  between  centers  of  end  rollers,  and  the  width  1.47  meters  (4  feet  10 
inches).  The  end  rollers  are  0.6  m.  (2  feet)  in  diameter.  The  inclination  is 
13^°  more  or  less.  The  upper  part  is  carried  by  26  little  rollers  about  0.11  m. 
(4.3  inches)  in  diameter,  the  lower  by  5  rollers.  The  belt  has  a  speed  of  about 
40  feet  a  minute.  The  belt  is  guided  by  longitudinal  ribs  which  fit  into  grooves 
in  the  end  rollers.  The  machine  is  fed  at  the  rear  upper  corner  and  treats  1  ton 
per  hour.  At  Villefort,  Lozere,  France,  treating  quartz-galena  ore,  slimes  with 
6%  lead  yield  concentrates  with  about  52%  lead. 

lb.   INTERMITTENT  SURFACE  TABLES. 

The  intermittent  surface  tables  include  the  canvas,  blanket  and  carpet  tables ; 
the  German  sweeping  tables;  and  the  Cornish  frames.  They  do  not  have  the 
circular  form  or  the  revolving  parts  which  permit  automatic  operation.  They 
can  be  charged  automatically,  but  the  change  to  clear  water  washing  and  to  the 
final  sweeping  or  hosing  off  of  the  concentrates  must  be  done  by  hand  at  stated 
intervals. 

§  505.  Canvas  Tables  are  inclined  rectangular  tables  covered  with  canvas 
(cotton  duck).  The  pulp,  to  which  clear  water  is  added  if  necessary,  is  evenly 
distributed  across  the  upper  margin.  As  it  flows  down,  the  sizing  action  of  the 
film  operates  more  effectively  than  with  the  smooth  table,  as  explained  yi  §  503. 
When  the  meshes  have  become  pretty  well  filled  with  concentrates  the  flow  of 
pulp  is  stopped,  the  remaining  quartz  washed  off  with  clear  water,  and  finally 
the  concentrates  either  hosed  or  broomed  off.  As  the  warp  always  projects 
higher  than  the  woof,  a  piece  of  duck  will  offer  more  resistance  by  placing  the 
warp  across  the  table  than  down  the  table;  on  the  other  hand,  a  coarser  duck 
laid  lengthwise  may  have  the  same  effect  as  a  finer  duck  laid  crosswise.  The 
great  length  of  the  tables,  combined  with  the  limited  width  usually  adopted, 
makes  it  generally  advisable  to  lay  the  duck  lengthwise. 

The  author  found  three  methods  of  applying  these  tables  to  the  re-treatment 
of  vanner  tailings  in  California:  Mills  75  and  78  treat  the  fine  overfiow  of 
hydraulic  classifiers  on  canvas  tables ;  Mill  79  feeds  to  canvas  tables  the  overflow 
of  riflSe  boxes,  which  in  turn  are  fed  with  classified  vanner  tailings;  Mill  80 
formerly  sent  vanner  tailings  directly  to  canvas  tables,  but  now  uses  the  same 
plan  as  Mill  78.  In  Colorado  the  author  visited  a  mill  which  was  sending  the 
whole  of  the  stamp  pulp  to  canvas  tables.  In  Mill  78  each  canvas  table  (see 
Pig.  401a)  is  12  feet  wide,  10  feet  long  and  slopes  IJ  inches  per  foot  (7°  5'). 
(The  wood  surface  on  which  the  canvas  is  laid  is  12  feet  square,  but  the  upper 
2  feet  are  covered  by  the  distributor.)  The  canvas  is  No.  6  duck  woven  all  in 
one  piece  with  the  warp  laid  crosswise.  It  lasts  8  months  before  requiring  any 
patching ;  and  is  then  discarded  and  replaced  by  new.  The  canvas  is  slipped  up 
a  little  every  four  or  six  weeks  to  relieve  it  from  the  wear  due  to  the  joints  of 
the  board  table  beneath. 

The  feed  pulp  is  divided  at  the  overflow  of  the  four  classifiers,  each  overflow 
being  divided  into  six  equal  parts  and  sent  to  six  different  tables.  Each  table 
has  a  distributor  such  as  shown  in  Fig.  4016.  At  the  foot  of  the  diverging 
guides  there  is  a  little  dam  perforated  with  holes  2  inches  apart,  for  the  final 
distribution  of  the  pulp.  The  tables  are  arranged  in  two  rows  of  twelve  tables 
each.  Each  row  has  its  own  tailings  launder,  while  a  central  heads  launder 
serves  for  both  (see  Fig.  402).  The  central  launder,  however,  has  a  dividing 
partition  in  it  to  serve  as  a  splash  board,  and  to  allow  the  concentrates  from  one 
side  to  be  kept  separate  from  those  of  the  other  in  case  of  need.  The  attendant 
goes  the  rounds  of  the  tables  once  an  hour.     He  switches  the  feed  from  two  of 
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the  tables  to  two  extra  tables,  turns  on  clear  water  to  remove  some  of  the  remain- 
ing quartz,  then  swings  the  tail  boards  into  line  and  hoses  off  the  concentrates 
into  the  concentrates  launder,,  using  a  wide,  flat,  broom-shaped  jet,  which  is 
much  more  effective  than  a  com  broom.  The  latter  also  wears  the  canvas  much 
faster.  When  Uiese  two  tables  have  been  cleaned,  the  tail  boards  are  again  tilted 
up,  the  pulp  shunted  back  and  they  go  to  work  for  another  hour.  He  then 
treats  the  next  two  tables  in  the  same  way.  The  two  extra  tables  are  like  the 
others,  and  these  make  a  total  of  twenty-six  tables  to  be  cleaned  every  hour. 
The  twenty-six  tables  are  fed  with  30  tons  of  pulp  (dry  weight)  in  24  hours, 
assaying  about  $2.25  gold  per  ton,  and  yield  about  two  tons  of  concentrates, 
assaying  $30  per  ton.  This  product  is  enriched  on  a  little  end-shake  vanner 
to  1,000  pounds,  assaying  $100  per  ton.  The  plant  requires  two  men  during 
the  day  and  one  at  night,  the  vanner  not  being  run  at  night.  Sizing  tests  which 
give  an  idea  of  the  stuff  treated  by  these  canvas  tables  are  given  in  Table  320. 

Mill  75  employs  forty  of  these  fine  tables,  but  uses  less  slope  (1^  inches 
instead  of  1^  inches  per  foot)  on  account  of  the  slippery  quality  of  the  talcose 
ore,  which  hinders  the  canvas  from  holding  the  pyrite  on  the  steeper  slope.  Mill 
55  has  recently  added  one  of  these  plants. 

In  Mill  79,  after  Mill  72,  the  overflow  from  the  riffle  boxes  treating  the  coarser 
portion  of  the  vanner  tailings  is  conducted  to  a  rough  form  of  classifier  (see  §  338) 
which  delivers  the  pulp  trough  1-inch  holes  to  16  canvas  tables.  The  lat- 
ter are  each  39^  feet  loi^,  20  inches  wide,  slope  0.7  inch  in  1  foot 
(3"*  20'),  and  are  separated  by  partitions  2  inches  wide.  They  are 
covered  with  No.  4  Woodbury  cotton  duck,  with  warp  laid  lengthwise.  They 
are  washed  off  once  an  hour.  After  the  pulp  is  shut  off,  clear  water  is  turned  on 
to  wash  off  the  quartz,  and  the  heads  are  then  washed  off  with  a  hose.  While 
the  clear  water  is  removing  the  quartz  from  one  table,  the  concentrates  are  being 
hosed  off  from  the  next.  A  canvas  extension  bridges  the  concentrates  over  the 
tailings  launder  to  the  heads  launder.  The  use  of  a  broom  halves  the  life  of 
the  canvas.  The  overflow  of  the  riffle  boxes  treating  the  finer  portion  of  the 
vanner  tailings  goes  to  two  rough  classifiers,  each  for  a  bank  of  twenty-three 
tables,  forty-six  tables  in  all.  These  tables  are  16^  feet  long,  20  inches  wide, 
and  slope  f  inch  in  1  foot  (3°  35').  They  also  are  washed  off  once  an  hour, 
and  this  is  done  by  running  clear  water  over  the  table  and  washing  down  the 
concentrates  with  clear  water,  aided  by  a  broom. 

The  sixty-two  tables  treat  about  119  tons  of  riffle  box  tailings  in  24  hours. 
The  concentrates  are  caught  in  the  second  compartment  of  a  settling  tank.  The 
settlings  in  the  first  compartment,  consisting  of  the  riffle  box  concentrates,  are 
sent  direct  to  chlorination  works;  those  in  the  other  compartments  are  enriched 
by  a  Woodbury  end-shake  vanner,  and  they  yield  in  24  hours  666  pounds  assay- 
ing $100  per  ton.     This  plant  requires  two  men  on  each  shift. 

Mill  80  had  two  banks  of  tables  sloping  toward  each  other.  Each  bank  con- 
tained 46  tables  and  each  table  was  42  feet  long,  20  inches  wide,  net,  with  a 
board  strip  2  inches  wide  and  1  inch  high  between  them.  They  sloped  IJ  inches 
per  foot  (5**  20')  and  were  covered  with  No.  8  cotton  duck.  This  was  protected 
from  the  wear  of  the  feed  stream  at  the  upper  end,  by  a  board  5  inches  wide. 
The  main  launder,  14  inches  wide  and  11  inches  deep,  sloping  0.19  inch  per 
foot  (0**  65'),  divided  into  three  parts.  Each  of  these  again  divided  into  two 
parts.  One  of  each  two  parts,  or  a  total  of  three  out  of  the  six  parts,  went  to 
the  near  end  of  the  mill;  the  remaining  three  parts  bridged  over  to  the  far  end. 
The  remainder  of  the  distribution  for  the  near  end  was  conducted  as  follows: 
Each  of  the  three  parts  divided  into  five,  and  each  of  these  discharged  into  a  dis- 
tributing box  64  inches  long,  14^  inches  wide  at  top,  8  inches  wide  at  bottom, 
12  inches  deep,  feeding  three  tables,  each  through  one  hole.     The  distribution 
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for  the  far  end  was  similar.  At  the  foot  of  the  tables,  three  launders  ran  across 
the  mill,  a  tailings  launder  for  each  bank  of  45  tables,  and  between  them  a 
single  heads  launder,  or  heads  tank  as  it  was  also  called.  When  cleaning  off  the 
tables,  the  concentrates  were  bridged  across  the  tailings  launders  by  wooden 
chutes.  The  tables  are  washed  off  once  in  two  hours.  The  attendant  has  the 
pulp  shut  off  two  tables  at  one  time ;  clear  water  is  flowing  over  one  of  them  to 
remove  the  quartz,  while  the  other  is  being  swept  down  with  a  com  broom  aided 
by  clear  water.  At  the  end  of  about  5  months  the  canvas  is  so  much  worn  that 
it  ceases  to  catch  well,  and  is  therefore  turned  over.  At  the  end  of  another  five 
or  six  months  it  is  discarded,  dried  and  burned,  the  ashes  being  worked  for  gold. 

The  90  tables  treat  410  tons  of  vanner  tailings  (or  4  tons,  1,100  pounds  each) 
in  24  hours,  assaying  60  cents  per  ton;  yielding  3,000  pounds  of  concentrates 
in  No.  1  settling  tank,  worth  $45  per  ton,  and  238  pounds  in  No.  2  settling  tank, 
worth  $60  a  ton,  with  about  408  tons  of  tailings  assaying  40  cents  a  ton.  At 
the  time  of  the  author's  visit,  it  was  thought  that  the  plant  was  overworked 
and  that  120  tables  would  be  the  proper  number  to  do  the  work.  Since  then  a 
plant  like  Mill  78  has  been  substituted. 

Rittinger's  duck  tables  {Goldrinnen)  are  9  feet  long,  15  inches  wide,  sloping 
1  inch  to  1  inches  per  foot,  the  heavier  the  mineral  the  more  the  slope.  They 
are  cleaned  after  one  or  two  hours'  work,  the  canvas  being  taken  up,  rinsed  in 
a  tub  and  replaced.  The  capacity  of  each  table  is  0.5  to  0.7  cubic  foot  of  pulp 
per  minute.     One  boy  tends  ten  to  fifteen  tables. 

The  following  figures  show  some  measurements  of  water  films  on  canvas  tables 
in  Mills  78  and  80. 


MILL    78. 

60 

Seconds  for  Wave 
to  Travel  10  Feit. 

Thickness  of  Film. 

Table. 

1  Foot  from  Head. 

1  Foot  from  Tail. 

«T 

Crest. 

Trough. 

Crest. 

Trough. 

Table. 

Table  6 

7.8  to  8.2 
6.5 
6.5 
6.5 

Inches. 
0.067 
0.068 
0.066 
0.065 

Inches. 
0.050 
0.050 
0.060 
0.050 

Inches. 
0.069 
O.0T0 
0.075 
0.0?8 

Inches. 
0.010 
0.045 
0.045 
0.046 

Feet. 
10 
10 
10 
10 

7°  S^ 

Tables 

7*  6* 

^ble  6 

7"  ^ 

Table  6 

7*  5^ 

NoTB.— At  the  head  the  wave  was  5  inches  long  from  crest  to  crest;  at  the  tail  it  was  18  inches.  The  fint 
set  of  figures  from  each  table  were  taken  just  after  turning  on  the  feed  pulp;  the  second  set  ]U8t  before  tum- 
tng  off  the  pulp. 

MILL   80. 


5  Inches  from  Head. 

8  Inches  from  Tail. 

Length 
of  Table. 

Slope 
of  Table. 

Crest. 

Trough. 

Crest. 

Trough. 

l^leA 

Inches. 
0.10 
0.14 

Inches. 
0.09 
0.18 

Inches. 
0.11 
0.16 

Inches. 
0.10 
0.18 

Feet. 
42 

5»  ay 

6*  80' 

T^bleB 

NoTB.— Table  A  was  considered  to  have  too  little  water  upon  it;  table  B  was  working  well.  On  table  B  a 
wave  took  17  seconds  to  go  the  length  of  the  table;  a  splinter  of  wood  took  19  seconds. 

Cocoa  Matting  has  recently  come  into  considerable  prominence  in  connection 
with  the  recovery  of  gold  from  modern  river  and  other  placer  deposits.  The 
gravel  is  first  screened,  usually  in  a  trommel  running  on  rollers  and  provided 
with  an  internal  spray  pipe.  The  screen  sends  the  coarsest  gravel  to  waste,  and 
generally,  separates  the  remainder  into  two  or  more  sizes  which  then  pass  ovei 
long  rectangular  tables  upon  which  the  matting  is  laid.  The  coarsest  gravel 
delivered  to  the  tables  varies  from  a  maximum  of  1^  inches  to  i  inch  diameter 
or  less.  In  order  to  catch  any  gold  that  may  sift  tiirough  the  matting,  cotton 
o^  linen  cloth  is  laid  under  it.     The  matting  is  held  in  place  by  side  cleats  which 
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are  fastened  with  wedges.  To  aid  in  catching  the  gold,  expanded  metal  riflBea 
(see  §  510)  are  commonly  laid  on  the  matting.  In  some  cases  wire  netting  is 
used  instead  of  expandea  metal.  As  an  example  of  the  tables  that  are  used, 
we  may  quote  the  Earnschleugh  No.  2  dredge,  which  is  at  work  on  the  Molyneux 
River  in  Otago^  New  Zealand.  These  tables  are  each  3  feet  wide  and  13  feet 
long.  The  matting  is  put  on  in  4-foot  lengths  for  convenience  in  cleaning  up. 
The  method  in  general  use  for  cleaning  consists  in  taking  up  the  mats  and  cot- 
ton, and  rinsing  them  in  a  tank  of  water.  When  sufficient  washings  have  accu- 
mulated, they  are  carefully  re-treated  on  a  table  12  feet  long  by  20  inches  wide, 
covered  with  plush,  baize,  blanket  or  matting,  and  the  gold  that  is  finally  rinsed 
from  these  is  collected  by  panning,  either  with  or  without  mercury.  This  sub- 
ject will  be  considered  more  in  detail  under  Mills  51  and  52  in  Chapter  XX. 

§  506.  Carpet  Tables. — Mills  62  and  76  use  carpet  tables,  following  the 
amalgamated  plates  and  preceding  the  vanners.  Mill  62  uses  Brussels  carpet 
3  feet  long,  56  inches  wide,  sloping  2\  inches  per  foot,  divided  down  the  center. 
The  amalgamated  plates  are  dressed  every  four  hours  and  the  carpets  are  re- 
moved and  cleaned  at  the  same  intervals.  The  carpet  is  cleaned  by  rinsing  it 
in  a  tank  of  water  to  remove  the  rusty  gold,  rich  pyrite,  included  grains  and 
foul  amalgam  adhering  to  it.  In  Mill  76  Brussels  carpet  is  used,  16  feet  loug, 
56  inches  wide,  sloping  about  2  inches  in  1  foot  and  divided  down  the  center. 

TABLE  325. CANVAS,  BLANKET  AND  CARPET  TABLES. 

Abbreviatlcns.— Ft,=Feet;  In.=Inche8;  No.=Nuniber. 


Mill 
No. 

Kind 

of 
TAble. 

Lensth 
Ft.  In. 

Width. 
Ft.  In. 

Slope. 

Surface. 

Feed. 

DesUnation  of 

Tons 
Treated 

Inches 

Degrees 

Quality. 

Life. 

trates. 

TaU- 

togs. 

per  Table 

in  84 

Hours. 

ffll 

Carpet 
Canvas 
Carpet. 
Blanket 
Oanvaa 
k* 

M 
U 
tt 
t» 
»» 

8-0 
10-0 
16-0 

S-6 
10-0 
10-0 
104) 

16-6 
48-0 

18-0 
18-0 
18-0 
l-« 
1-8 
1-8 

10»85' 
6«65' 

©•SO' 

Brussels  carpet. . . . 

(a) 

(0 

(r) 

10-16 

7n 

Tff 

Brussels  carpet. . . . 

(m) 
(m) 
Im) 
(m) 
(m) 

(o) 

7.6-18  5 

T7 

7R- 

Wool  blanlcet 

No.  6  Cotton  duck.. 

tk 
No.  4  Cotton  duck  . 

18  months.. 

8  months., 
tt 

it 

% 

79] 

.§ 

8«a0' 
8-85' 

6»ao' 

4.66 

No.  8  Cotton  duck. 

80 

10  months.. 

. 

(a)  Stamp  pulp  from  amalgamated  plates.  (6)  Overfiow  of  hydraulic  classifier,  (c)  Overflow  of  box  class!- 
fler.  (d)  Tailings  of  special  vanner.  (e)  Coarse  riffle-box  tailings.  (/)  Fine  rfffle-boz  tailings,  ig)  Vanner 
tailings.  (A)  Approximately,  (i)  Clean  up  barrel.  (Jk)  Smelter,  (m)  Special  vanner.  (o)  Cyanide  leaching. 
(r)y:tuners.    (•)  Waste.    (QArrastra.    (v)  Partitioned  down  the  center. 

Blanket  Tables. — In  Mill  77,  woolen  blankets  are  used,  42  inches  long,  20 
inches  wide  laid  on  a  slope  of  2  inches  in  one  foot.  They  are  fed  by  pulp  from 
amalgamated  plate  and  trap.  The  blankets  are  cleaned  by  rinsing  every  two 
to  four  hours,  according  to  the  richness  of  the  ore.  The  rinsings  are  sacked  and 
shipped  to  smelter ;  the  tailings  go  to  concentrators.  The  blankets  cost  $1  each 
and  last  12  months. 

The  German  Sweeping  Table,  as  described  by  Rittinger,^^  has  a  plane  wooden 
surface  12^  feet  long,  4  feet  wide,  with  slope  to  suit  the  work,  as  follo\ys: 


Slope. 


Cubic  Feet  Pulp 
per  Minute. 


Pounds  Sand  in  a  Cubic 
!•  oot  of  Feed. 


Diluting  Wa8h  Water. 
Cubic  Foot  per  Minute. 


Coarsest  slime. 
Finest  slime..... 


10»  to  12« 
6»to6« 


0.8  to  0.6 
0.06  to  0.18 


15  to  85 
6to   8 


O.G 
0.15 


It  is  fed  for  four  minutes  with  pulp  distributed  across  the  upper  end ;  the  feed 
pulp  is  turned  off  and  the  wash  water  continues  for  twp  minutes ;  then  the  concen- 
trates are  swept  off  with  a  broom.  During  the  charging  and  washing  periods?, 
any  banks  that  may  form,  which  tend  too  much  to  hold  back  the  lighter  minerals. 
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are  distributed  by  a  broom ;  and  any  gutters,  which  tend  too  much  to  carry  for- 
ward the  heavy  mineral,  are  checked  by  sweeping  against  them.  During  the 
four  minutes  of  charging,  the  tailings  drop  into  the  tailings  launder ;  during  the 
two  minutes  of  rinsing,  a  short  bridge  conveys  the  middlings  to  their  launder, 
and  during  the  brooming  off,  a  long  bridge  conveys  the  heads  to  their  launder. 
The  use  of  a  table  calling  for  so  much  labor  as  this,  is  confined  to  separating  the 
minerals  in  an  already  concentrated  product;  for  example,  the  separation  of 
galena  from  pyrite  or  blende. 

Cornish  "Frames"  are  used  for  washing  fine  slimes  in  the  Cornish  tin  works. 
They  are  plane,  rectangular  wooden  surfaces,  and  are  built  tandem,  so  that  the 
tailings  of  the  first  table  are  re-treated  on  the  second.  After  the  pulp  has  flowed 
over  the  tables  for  a  few  minutes,  the  tail  boards  are  turned  up  so  that  each  table 
will  discharge  into  a  special  concentrates  launder;  and  clean  water  is  applied 
at  the  same  time,  to  wash  down  the  accumulated  concentrates.  The  lever  that 
tilts  the  tail  boards  is  connected,  by  a  rod,  to  the  lever  that  turns  on  the  water, 
so  that  the  two  operations  are  performed  together.  When  the  concentrates  have 
been  washed  down,  the  tail  boards  are  returned  to  their  original  positions  and 
the  operations  repeated.  The  changes  are  made  either  by  hand,  or  automatically 
as  follows:  A  small,  triangular  box,  into  which  water  slowly  runs,  is  so  placed 
at  the  head  of  each  table  that  when  full  it  overbalances  and  quickly  discharges 
its  contents  upon  the  table.  These  boxes  are  connected  to  the  tail  boards  by  a 
rod  and  levers,  so  that  in  turning  over  they  turn  the  tail  boards  at  the  same 
time.  The  levers  are  so  weighted  that  the  tail  boards  and  boxes  return  to  their 
original  position  after  the  water  is  discharged  from  the  latter. 

II.   BUILDING  TABLES. 

§  507.  Building  tables,  or  buddies,  are  stationary  washers  for  sand  or  slime, 
in  which  the  ore  gradually  builds  up  until  a  bed  10  or  12  inches  deep  has  accu- 
mxdated.*  The  washing  is  then  stopped  and  the  products  cleaned  out.  The 
building  up  of  the  sands  is  regulated  by  adjusting  the  tail  board  which  prevents 
the  ore  rolling  off  the  table.  Buddies,  like  surface  tables,  must  be  &d  with 
classified  products^  and  when  feeding  begins  the  action  is  the  same  as  on  a  sur- 
face table ;  but  as  the  material  builds  up,  the  sizing  takes  place  upon  a  bed  of 
more  or  less  moving  sand  instead  of  upon  a  solid  surface.  However,  after  the 
building  begins,  the  action  continues  uniform,  so  that  the  finer  grains  (heavy 
mineral)  are  deposited  near  the  feed,  and  the  coarser  grains  (light  mineral)  at 
the  tail.  Buddies  have  a  quality  which  the  surface  tables  do  not  possess,  namely, 
the  finer  pa'rticles  nearer  the  head  form  a  comparatively  smooth  surface  on 
which  the  large  grains  easily  roll,  while  the  coarser  grains  nearer  the  tail  furnish 
a  rough  surface.  Each  grain,  therefore,  has  conditions  of  current  and  of  sur- 
face suitable  for  stopping  it  at  its  proper  place.  The  buddies  are  made  convex 
conical,  concave  conical  and  rectangular. 

The  Round  Convex  Buddle  shown  by  Rittinger  (Figs.  403a  and  4036),  has 
a  feed  cone  with  3  feet  radius,  18®  slope,  and  with  its  outer  edge  9  to  12  inches 
above  the  washing  surface.  The  radius  of  the  tail  board  of  the  buddle  is  10  feet, 
giving  a  radial  length  of  7  feet  for  treatment.  The  tail  board  is  9  inches  to  12 
inches  high.  A  launder  is  placed  around  the  buddle  to  carry  off  the  waste  water. 
The  bottom  is  laid  upon  sixteen  rays  of  timber  fastened  to  a  central  post,  and  upon 
these  are  nailed  the  bottom  boards  matched  together  as  chords  around  the  circle. 
The  boards  so  laid  are  then  planed  to  a  true  conical  surface.  A  revolving  conical 
feed  hopper,  fed  by  a  fixed  launder  above,  distributes  the  pulp  to  the  feed  cone, 

*  The  term  buddle  is  also  used  to  desigDate  a  smf aoe  sizing  table,  bat  the  author  prefers  to  ooDflne  its 
use  to  the  class  here  desoribed. 
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and  upon  the  surface  of  the  latter  are  distributing  blocks  for  evening  the  feed. 
Two  revolving  arms  with  little  drums,  with  crank,  ratchet  and  pawl,  serve  to  regu- 
late the  height  of  the  suspended  sweeping  bars.  The  latter  are  supplied  with 
birch  or  com  brooms,  or  canvas  sweeps.  The  central  shaft  stands  upon  the  cen- 
tral post  and  is  driven  by  beveled  gears  and  pulleys.  It  revolves  10  to  12  times 
per  minute.  The  brooms  being  properly  set,  the  feed  water  is  started,  and  the 
sand  is  shoveled  into  the  feed  box.  The  brooms  level  up  the  gutters  and  ridges, 
and  compel  even  settling.     The  formation  of  the  building  cone  is  watched,  and 


PIO.  403a. — ^VEBTICAL  SECTION  OP  A  CONVEX  BUDDIiE. 


FIG.  403&. — ^PLAN  OP  A  CONVEX  BUDDLE. 


if  the  sand  builds  too  fast  at  the  upper  end  it  shows  that  the  pulp  is  too  thick, 
or  that  it  is  not  fed  in  sufficient  quantity.  If  the  sand  settles  too  thick  below,  it 
diows  that  the  pulp  is  too  thin  or  that  it  is  fed  in  too  great  quantity.  As  the  bed 
fills  up,  plugs  are  inserted  in  the  perforated  tail  board.  When  charged,  the 
overseer  tests  the  quality,  if  necepsary,  and  marks  off  the  different  products  in 
circles.     The  attendant  then  shovels  each  concentric  product  into  its  pile  or  bin 


or. 


if  waste,  to  the  waste  launder.     Rittinger  gives  the  capacity  as  180  pounds 


of  coarsest  slime  or  80  pounds  of  finest,  slime  Tdry  weight)  per  minute. 
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Mill  11  has  two  convex  buddies  11  feet  outer  and  3  feet  inner  radius,  and  % 
foot  deep,  with  a  central  conical  distributor.  It  has  four  horizontal  sweeping 
arms.  On  each  of  two  opposite  arms  are  two  strips  of  duck,  2  feet  by  3  feet, 
for  sweeping  the  head  and  tail  of  the  slope;  on  the  other  two  arms  are  single 
strips,  01  the  same  size,  for  sweeping  the  center  of  the  slope.  In  front  of  the 
two  arms  with  two  sweeps  are  spray  pipes  for  adding  clear  water.  The  arms 
revolve  eight  times  per  minute.  The  ore  is  shoveled  into  a  box  at  the  side,  into 
which  water  flows.  The  pulp  is  conveyed  by  a  launder  to  a  central  distributing 
cup  and  thence,  by  four  spigots,  to  the  6-foot  distributing  cone.  There  are  two 
of  these  buddies  doing  different  work.  No.  1  is  fed  with  sludge  which  has  passed 
through  a  1-mm.  round  hole,  IJ  hours  being  required  for  charging.  It  makes 
waste  and  three  grades  of  middlings.  No.  2  treats  middle  products  from  No.  1 
and  also  from  a  rectangular  huddle.    This  No.  2  huddle  makes  four  products: 


FIG.    404a. — ^VERTICAL    SECTION    OP    RECTANGULAR 
BUDDLE. 

_ia_ 


FIG.  4046. — PLAN  OF  RECTANGULAR  BUDDLE. 


(1)  Lead  ore  accumulated  and  re-run  for  galena;  (2)  market  blende;  (3)  mid- 
dlings returned;  (4)  waste. 

The  Kound  Concave  Buddle  shown  by  Rittinger  has  the  same  dimensions  and 
slopes  of  treatment  surface  as  the  convex.  The  inner  radius  is  3  feet,  the  outer 
is  10  feet,  but  it  slopes  toward  the  center.  It  has  four  sweeping  arms  with 
brooms  of  regulated  height,  and  these  arms  are  also  launders  which  feed  the 
pulp  from  the  center  distributing  cone  to  the  sloping  feed  apron  around  the  cir- 
cumference. The  capacity  and  mode  of  regulating  are  about  the  same  as  for 
the  convex  buddle.  The  same  comparison  that  was  made  in  §  500  between  con- 
vex and  concave  slime  tables,  holds  here  for  the  convex  and  concave  buddies. 

The  Rectangular  Buddle  shown  by  Rittinger  (Figs.  404a  and  4046),  is  5 
feet  wide  and  12  feet  long,  with  ends  and  sides  1  foot  high. 

The  right  quantity  of  water,  found  by  experience,  is  turned  on,  and  the  sorted 
ore  is  shoveled  into  the  feed  trough,  and  flows  on  the  table.     A  broom,  shown  iii 
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the  figure,  is  used  to  sweep  it  lightly  from  side  to  side,  to  prevent  gutters  form- 
ing in  the  finer  deposit  toward  the  head  end.  Such  gutters  would  carry  down 
the  rich  ore  and  derange  the  working.  Plugs  are  put  into  the  tail  board  from 
time  to  time  to  maintain  the  slope  of  the  sand  bank.  When  the  huddle  is  full 
(9  to  10  inches  deep)  the  water  is  shut  off  and  the  quality  of  the  sands  is  tested 
with  a  vanning  shovel  and  they  are  marked  off  into  heads,  middlings  and  tail- 
ings, or  more  products  if  desirable.  The  heads  are  sent  to  the  kieve,  if  rich 
enough ;  if  not,  they  are  set  aside  to  accumulate,  and  are  re-treated  on  the  huddle. 
The  middlings  are  set  aside  to  accumulate  and  are  re-treated  on  the  buddle. 
The  tailings  are  waste.  The  capacity  varies  from  35  pounds  of  coarsest  slime 
to  1.2  pounds  of  finest  slime  per  minute. 

A  scheme  of  re-sorting  the  products  which  require  re-treatment  may  be  some- 
what difficult  to  devise,  and  it  is  not  on  record  as  having  been  practiced,  but  it 
would  add  to  the  efficiency  of  the  re-treatment,  because  these  products  are  com- 
pletely unsorted  by  the  first  buddling.  A  possible  plan  for  accomplishing  this 
result  would  be  to  feed  the  sand  to  a  one  spigot  classifier,  send  the  spigot  product 
to  an  un watering  hopper,  the  spigot  of  which  would  give  an  even  feed  to  a  jig; 
and  to  send  the  overflow  of  the  classifier  as  feed  water  to  a  buddle,  to  which  the 
usual  charge  of  sand  was  added  in  the  feed  box. 

At  Mill  11  a  rectangular  buddle  is  used  upon  zinc  blende  sludge.  It. is  5  feet 
wide,  8  feet  long,  1  foot  deep.  The  sweeping  is  done  with  a  broom  having  cot- 
ton duck  upon  it  in  place  of  bristles.  It  treats  the  poorest  middlings  from  the 
round  convex  buddle,  making  tailings  waste,  middlings  re-treated,  and  heads  to 
a  round  buddle. 

A  tye  is  a  long,  narrow  buddle  which  is  fed  by  shovel.  It  somewhat  re- 
sembles the  "run"  (§  338),  but  owing  to  the  difference  in  the  thickness  of  the 
water  film  in  the  two  cases  the  former  acts  more  by  the  sizing  action  of  the  film 
while  the  latter  acts  more  by  the  principle  of  free  settling  particles.  In  Mill 
47  a  tye  is  used  for  treating  the  last  hutch  of  the  finishing  jigs,  and  also,  sepa- 
rately, for  the  concentrates  of  the  slime  tables.  It  serves  here  simply  to  separate 
the  coarser  from  the  finer  portions,  the  former  being  found  at  the  lower  end,  the 
latter  at  the  upper  end  of  the  tye.    This  is  done  in  preparation  for  the  kieve. 

EXPERIMENTS    ON    SIZE    OP    GRAINS,    SLOPE    OF    TABLE,    AND    WATER    QUANTITY 

FOR  FILM  SIZING. 

§  508.  In  order  to  contribute  facts  upon  the  best  conditions  of  feed,  of  water 
and  of  slope,  the  author  prepared  a  series  of  closely  sorted  quartz  and  galena 
products  in  the  tubular  classifier  described  in  §  357.  The  following  list  gives 
the  diameters  of  the  grains  of  both  quartz  and  galena  in  the  several  sand  sorts 
together  with  currents  of  water  used  in  preparing  them : 


Average  Dtameters  of  Grains. 

Currents  In  which 
Particles 

Mm. 

Inches. 

PaU. 

Rise. 

Quarts. 

Galena. 

Quarts. 

Galena. 

Mm  per 
Second. 

Mm.  per 
Second. 

(a)  .0801 

(a)  .0194 

(a).0OT19 

(a) .00078 

0.00 

1.86 

.0886 

.0196 

.00188 

.00078 

1.85 

8.5 

.OB08 

.03« 

.00884 

.00116 

8.5 

6.0 

xrm 

.0412 

.00804 

.00168 

6.0 

7.6 

.og88 

.0488 

.00887 

.00108 

7.5 

10.0 

.1488 

.0618 

.00661 

.00848 

10.0 

16 

.1876 

.0721 

.00789 

.00884 

16 

80 

SSfA 

.1088 

.0069 

.0041 

80 

80 

.8416 

.1806 

.0188 

.0051 

80 

40 

.8880 

.1404 

.0158 

.0056 

40 

60 

.5941 

.1708 

.0806 

.0007 

60 

00 

.5898 

.1007 

.0888 

.0079 

60 

70 

(a)  These  flguras  have  less  value  than  the  others,  because  the  diameters  in  this  case  range  trom  the  flgores 
given  to  sero. 
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FIG.  406. — FINISH  ANGLES  OF  QUARTZ  AND  GALENA,  ON  A  SIZING  SUR- 
FACE, FOR  GRAINS  THAT  FALL  IN  QUIET  WATER,  AND  RISE  IN  AN 
UPWARD  CURRENT  OF  1.25  MM.  PER  SECOND.  0  =  GALENA  OF 
0.0194  MM.  DIAMETER,  X  =  QUXRTZ  OF  0.0301  MM.  DIAMETER. 
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FIG.  406. — ^FINISH  ANGLES  OP  QUARTZ  AND  GALENA,  ON  A  SIZING  SUB- 
FACE,  FOR  GRAINS  THAT  FALL  IN  AN  UPWARD  CURRENT  OP  1.25 
MM.  PER  SECOND,  AND  RISE  IN  AN  UPWARD  CURRENT  OP  2.5  MM. 
PER  SECOND.  O  =  GALENA  OF  0.0198  MM.  DIAMETER,  X  =  QUARTZ 
OP  0.0335  MM.  DIAMETER. 
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*  The  third  angle  for  galena,  with  this  quantity  of  water,  was  above  20! 

PIG.  407. — FINISH  ANGLES  OF  QUARTZ  AND  GALENA,  ON  A  SIZING  SUR- 
FACE, FOR  GRAINS  THAT  FALL  IN  AN  UPWARD  CURRENT  OF  2.5  MM. 
PER  SECOND,  AND  RISE  IN  AN  UPWARD  CURRENT  OF  5.0  MM.  PER 
SECOND,  0  =  GALENA  OF  0.0292  MM.  DIAMETER,  X  =  QUARTZ  OP 
0.0568    MM.   DIAMETER. 
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The     table    experiments    were    made     on     a     table     that    had     a     ground 
plate    glass    surface     (see    §  877).      This    table    could    be    supplied    with 
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Pounds  of  water  per  minute  on  one  foot  of  widtli. 
FIG.  408. — ^FINISH  ANGLES  OF  QUARTZ  AND  GALENA,  ON  A  SIZING  SUR- 
FACE, FOR  GRAINS  THAT  FALL  IN  AN  UPWARD  CURRENT  OF  10  MM. 
PER  SECOND,  AND  RISE  IN  AN  UPWARD  CURRENT  OF  15  MM.  PER 
SECOND.  O  =  GALENA  OF  0.0613  MM.  DIAMETER,  X  =  QUARTZ  OF 
0.1423  MM.  DIAMETER. 

any    desired    quantity    of    water    distributed    across    its    head,    and    could 
be     set    at    any     angle     of     slope.      Experiments     were     tried     upon     each 
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elime  sort  with,  a  great  number  of  water  quantities^  beginning  with  very  little 
and  increasing  for  each  test.  In  each  test^  after  gauging  the  water  to  the  de- 
sired amount^  the  table  was  set  horizontal  end  a  small  quantity  of  the  slime 
Bort  was  spread  out  upon  the  surface  in  such  a  way  that  there  should  be  the  least 
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FIG.  409. — FINISH  ANGLES  OF  QUARTZ  AND  GALENA,  ON  A  SIZING  BUB* 
FACE,  FOB  GRAINS  THAT  FALL  IN  AN  UPWARD  CURRENT  OP  30  MM. 
PER  SECOND,  AND  RISE  IN  AN  UPWARD  CURRENT  OF  40  MM.  FEB 
SECOND.  0  =  GALENA  OP  0.1305  MM.  DIAMETER,  X  =  QUARTZ 
OF  0.3416  MM.  DIAMETER. 

possible  interference  of  the  grains  with  each  other.  The  slope  was  then  gradu- 
ally increased  until  four  events  took  place:  (1)  The  first  quartz  grains  started; 
(2)  all  the  quartz  moved;  (3)  the  first  galena  grains  started;  (4)  all  the  galena 
moved.  The  angle  of  slope  was  measured  and  recorded  for  each  of  the  four 
events.     The  two  angles  at  which  respectively  all  of  the  quartz  and  all  of  the 
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galena  moved,  that  is  to  say,  events  (2)  and  (4)  (which  will  be  referred  to  as  the 
finish  angles)  are  considered  to  be  the  most  important  measures.  As  a  rule 
three  experiments  were  tried  with  each  water  quantity,  upon  each  sand  or  slime- 
sort.  Tables  326  and  327  show  the  largest  finish  angle  obtained  for  quartz  and 
the  smallest  for  galena.    These  angles  have  been  chosen  to  bring  out  the  least 
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FIG.  410. — FINISH  ANGLES  FOR  QUARTZ  AND  GALENA,  ON  A  SIZING  SUR- 
FACE, FOR  GRAINS  THAT  FALL  IN  AN  UPWARD  CURRENT  OF  40  MM. 
PER  SECOND,  AND  RISE  IN  AN  UPWARD  CURRENT  OF  50  MM.  PEE 
SECOND.  O  =  GALENA  OF  0.1404  MM.  DIAMETER,  X  =  QUARTZ  OF 
0.3880  MM.  DIAMETER. 

advantageous  conditions  found.  The  finish  angles  of  all  three  experiments  Are 
plotted  in  Figs.  405  to  411.  The  little  end  of  the  series  of  water  quantities  for 
small  grains  was  where  the  water  failed  to  cover  the  table;  for  large  grains  it 
was  where  events  (2)  and  (4)  occurred  at  nearly  the  same  angle.  The  large  end 
of  the  series  for  the  finest  slime-sort  was  where  events  (2)  and  (4)  took  place 
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together;  and  for  the  others,  it  was  where  the  water  quantity  was  absurdly  large. 

It  will  be  observed  that  the  method  employed  was  to  measure  angles,  films, 

etc.,  at  the  moment  when  a  body  at  rest  began  to  move.     If  the  opposite  plan, 

namely,  to  measure  angles,  films,  etc.,  when  a  moving  body  came  to  rest,  had 
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lA 


FIG.  411. — FINISH  ANGLES  OF  QUARTZ  AND  GALENA,  ON  A  SIZING  SUB- 
FACE,  FOB  GBAINS  THAT  FALL  IN  AN  UPWARD  CURBENT  OF  60  MM. 
PEB  SECOND,  AND  BISE  IN  AN  UPWABD  CUBBENT  OF  70  MM.  PER 
SECOND.  O  =  GALENA  OF  0.1997  MM.  DIAMETEB,  X  =  QUABTZ  OF 
0.5892  MM.  DIAMETEB. 

been  adopted,  it  would  have  represented  more  exactly  what  happens  upon  a 
convex  conical  slime-table.  The  difficulties  of  making  the  tests  by  the  latter 
method  caused  the  selection  of  the  fonner.  The  difference  in  results  is  that  the 
figures  for  angles  given  in  the  table  are  slightly  larger  than  they  would  be  if  the 
coming-to-rest  method  had  been  employed. 

In  examining  the  starting-angles  of  galena  and  quartz  it  was  noticed  that  the 
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first  grain  of  galena  often  starts  at  an  angle  smaller  than  the  finish-angle  of 
quartz ;  but  for  several  reasons  this  is  not  as  serious  a  matter  as  might  appear. 
First,  there  were  only  a  few  light  grains  of  galena  that  started  before  the  last 
of  the  quartz;  secondly,  they  moved  slowly,  so  that  the  quartz  easily  overtook 
and  left  them  behind ;  and,  thirdly,  the  occurrence  was  confined  to  those  experi- 
ments that  were  near  the  least  water-quantity,  and  therefore  outside  the  range 
of  the  best  working  conditions. 


TABLE  326. — GALENA  FINISH- ANGLES,  AT  WHICH  ALL  THE  GRAINS  MOVE. 

Pounds  of  Water  per 

Foot  of  Width  per 

Minute. 

1.26                2.5                5.0                 16                  40                  50                  70 

UiUImeters  per  Second  of  Current  in  which  the  Particles  FkIL 

0                 1.25               2.6                 10                 80                 40                 60 

Galena  Finish-Angles  (Minimum  of  Three  Trials  in  Most  Cases). 

0.5. 

15«aK 
120  20* 
18»20' 
7»50' 

9«  OO' 
11*  OO' 
8»  le' 
6»  16' 
6«»  60' 
4«  16' 
8«  56' 
60  00' 
6«  80' 
6*>  10' 
6»  40* 
5»  10' 
5»  80' 
6»«6' 
4»  46' 
6»  46' 
6"  80' 
«•  IC 
6o  00' 
6«  56' 
6«  26' 
6»  06' 
6«>  16' 
7»  05' 
6o  00' 

1«»45' 
0*80' 
7«20' 
?•  10' 
6"  50* 
6«  16' 
6»86' 
4<»  46' 
4«86' 
4»  16' 
4*'  00' 
4«  00' 
4«  06' 
4«  16' 
4»  15' 
4«  20' 
4<»  06' 
40  80' 
6«'  00' 
4«  80' 
4*'  46' 
6»  06' 
4«»  40' 
6«  80' 
6«  86' 

10*40' 
10*00' 
6*20' 
6«  80' 
5*  06' 
40  4gy 

4»26' 
8«  56' 
8*  56' 
4*00' 
4O00' 
8*'  60' 
4«  00' 
4*  10' 
8«  60' 
4*  06' 
4*00' 
4*  40' 
8*80' 
4«  56' 
4045/ 

5*  or 

S*  50' 
6*  10' 
7«  20' 

1,0. 

1.5, 

?•  50' 
10»  SO' 
6«  85' 
«•  00' 
?•  86' 
4«»  80' 
40  40' 
6«»  06' 
6«»  15' 
4»  56' 
6*  40' 
6o  16' 
6»85' 
4»  56' 
fi-  06' 
4»  40* 
8»80' 
4«26' 
8o  40' 
6»  06' 
6»  00' 
5'»  10' 
6o  85' 

8*86' 
7«»80' 
?•  10' 
6«  66' 
5*  26' 
4»  66' 
4*'  46' 
4*  20' 
4*06' 
4*  06' 
4*  16' 
4*  80' 
4*  10' 
4*  10' 
4*  26' 
4*86' 
4*40' 
5*  06' 
4*  50' 
6*00' 
6*  80' 
6*  80' 
6*80' 

9*  66' 
9*  00* 
7*00' 
7*  W 

2.a 

2.5, 

8.0. 

S*  06^ 

8.6. 

6*  86' 

4  0^ 

6*  10' 
6*  40' 

^is.' 

6  ot 

0»  50^ 

6*  06' 
6*  10' 

6[5,' 

e.o, 

4*  W 

4*  40' 

6.5, 

7  0. 

1«  06' 

4*  60' 

7.6, 

4*40' 
4*86' 
4*  16' 
4*  16' 
4*  ly 
4*  ly 
4*  46' 
4*  50' 

8  0  

8.6. 

9  0  

0»  50^ 

9.5. 

10  0  

10.5. 

11  Oi 

11  5, 

5*  06' 
6*  10* 
4*  66' 

12.0, 

12  5k 

TABLE  327. — QUARTZ  FINISH-ANGLES,  AT  WHICH  ALL  THE  ( 

SRAINS  MOVE. 

Pounds  of  Water  per 

Foot  of  Width  per 

Minute. 

Millimeters  per  Second  of  Current  which  Lifts  the  Particles. 

1.25                8.6                 6.0                 16                  40                  50                  70 

Mfflimeters  per  Second  of  Current  in  Which  the  Particles  Fall. 

0                 1.96                2.6                  10                  80                  40                  80 

Quarts  Ffaiish-Angles  (Maximum  of  Three  Trials  in  Most  Cases). 

0,6. 

4* 

8*  40' 
2*80' 
2*  40' 

8*20' 
8*  86' 
9*  60' 
8*  80' 
8*90' 
8*85' 
8*  06' 
9*  tV 
9*  ly 
9*  ly 
2*00' 

1*  8y 

8*  oy 
i*5y 

1*40' 

2*4y 
pay 
1*  8y 
9*  ly 

1*  5^ 
1*80' 

1*  ly 
i*4y 
i^ay 

1*  5y 
9*9y 
8*  oy 

2*90' 
9*0^ 
9*00' 

9*  oy 
9*  ly 
9*  ly 
9*  oy 

2*  ly 
2*2y 
9*  ly 

9*oy 

1*4^ 

1*  8y 
8*oy 
1*  4y 
1*  ay 

1*46' 

1*  5y 
1*  2y 
i*9y 
1*  6y 
1*  6y 

8*  4y 
8*9y 
8*  ly 
8*  oy 
9*  8y 
9*  4y 
9*8y 
8*  4y 
2*  4y 
9*2y 
2*  4y 
9*  oy 
8*  ly 
9*4y 
9*  oy 
9*oy 
1*  sy 
i*4y 
9*  oy 
8*8y 
2*  ly 
i*4y 
8*  oy 
1*  8y 
1*  5y 

11*  oy 
7*  8y 
4*  8y 
8*5y 
8*8y 
8*  ly 
8*oy 
a*5y 
9*5y 
8*  5y 
8*oy 
8*oy 
8*9y 
8*8y 

8*06' 

8*8y 
8*8y 
8*  ly 
8*  ly 
8*  ly 
9*  ly 
9*  oy 
9*4y 
i*8y 
9*  ly 

7*8y 

6*8y 
8*2y 
8*  ly 
8*oy 
8*  ly 
8*6y 
9*5y 
8*oy 
8*4y 
8*  5y 
8*  oy 
9*5y 
9*  sy 
8*6y 
9*5y 
2*5y 
8*4y 
8*4y 
9*9y 
8*oy 
9*4y 
8*  9y 
9*  ly 
9*  9y 

8*  40' 
6*  25' 

4*  ly 

8*  16^ 

8*oy 

«*46' 

9*5y 
«*8y 
9*5y 
9*6y 
9*  4y 

1.0  

1.6. 

2.0  

2.6. 

8,0  

1*06' 

8.5. 

4.0 

4  5. 

5.0 

0*60' 

6.6w 

6.0L 

9*  4y 

8  6. 

8*  ly 
8*  ly 
8*oy 
8*  ly 
8*9y 
8*2y 
8*  ly 
8*4y 
8*8y 
4*  oy 
8*  oy 

2*  46' 

2*  4y 

7.0. 

1*06' 

7.5. 

8  0 

8.6. 

9.IX 

9.5t 

0*  60 

JOO. 

10.6. 

11  0  

11.6. 

12.0. 

i2.a 

In  each  of -the  above  experiments  the  thickness  of  the  water  film  was  measured, 
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each  time  that  the  slope  of  the  table  was  measured,  by  means  of  a  special  gauge 
(see  §  884).  When  the  film  was  broken  into  waves,  both  the  crest  and  the 
trough  of  the  waves  were  measured.    In  order  to  get  average  values,  these  meas- 
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ures  were  all  plotted,  each  plot  representing  a  single  rate  of  flow,  and  avarage 
curves  were  drawn.  The  complete  set  of  average  values  is  given  in  Table  328. 
For  convenience  the  films  were  measured  at  a  point  where  there  were  no  ore 
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grains,  and  hence  the  figures  may  be  a  little  smaller  than  on  a  table  that  had  ore 
on  its  entire  surface.    From  the  figures  in  Table  328  the  average  depth  of  the 
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PIO,  413. —  HEIGHT  OP  WAVB  ON  A  SIZING  SURFACE,  IN  PER  CENT.  OF 
THE  HEIGHT  OF  THE  TROUGH. 


water  has  been  calculated  oy  assuming  it  to  be  the  height  of  the  trough  plus 
one-third  the  added  height  of  the  crest,  and  these  average  thicknesses  axe  shown 
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in  Fig.  412.  The  film  is  practically  always  broken  into  waves,  and  these  have 
the  effect  of  moving  the  ore  faster  than  otherwise,  the  wave  in  fact  acting  for 
an  instant  like  a  thick  film.  The  formation  of  waves  varies  with  the  quantity 
of  water  and  the  slope,  as  is  well  shown  in  Fig.  413.  The  lines  marked  10%, 
16%,  20%  and  so  on,  trace  out  that  part  of  the  field  where  the  crest  is  elevated 
above  the  trough  to  a  height  of  10%,  15%,  20%,  and  so  on,  of  the  thickness  of 
Uie  trough. 


TABLE  328. — ^AVERAGE  THICKNESS  OF  WATER  FILMS  ON  SLIME  TABLES,  IN  INCHES. 

Pounds  of  Water  per  Minute  Flowinur  over  1  Foot  Width  of  Surface. 

0.96 

0.6 

1 

8 

8 

6 

7 

Slope  of  TiOila 

i 

1 

t 

1 

1 

1 

I 

1 

i 

1 

1 

1 

I 

1 

©•  IB* 

.100 
.018 
.014 
012 
..11 

.010 
.010 
.010 
.010 
.010 
.010 
.000 
.009 
.009 
.000 
.009 
.000 

".m 

.018 
.018 
.014 
.016 
.016 
.016 
.016 
.017 
.017 

.066 
.084 
.019 
.018 
.017 
.016 
.016 
.015 
.014 
.013 
.018 
.018 
.011 
.010 
.010 
.009 
.009 
.008 
.008 
.007 
.007 

■.081' 
.081 
.088 
.088 
.088 
.084 
.084 
.086 
.086 
.086 

.070 
.060 
.084 
.081 
.080 
.080 
.010 
.018 
.017 
.017 
.010 
.016 
.014 
.018 

load' 

.081 
.031 
.038 
.088 
.038 
.038 
.088 
.0H8 

.066 
.041 
.088 
.087 
.084 
.088 

.oa 

.088 
.082 
.028 
.081 
.081 

.oii" 

.089 
.089 
.089 
.040 
.040 
.041 

.067 
.048 
.037 
.081 
.089 
.089 
.088 
.08H 
.088 

'.oeo' 

.047 
.047 
.047 
.047 
.048 

.130 
.060 
.047 
.040 
.086 
.088 
.089 
.088 

'.*ds8* 

.048 
.047 
.W7 
.047 

.150 

!• 

.067 

8« 

■n 

8» 

4f* 

6« •.... 

6* 

70 

.006 
.084 
.038 

8» 

9»;;;::::!::::::;:::: 

10» 

11« 

18© 

18« 

14» 

16« 

10» 

1T» 

*' 

18» 

190 

SO* 

Pounds  of  Water 

per  Minute  Flowing  over  1  Foot  Width  of  Surface. 

9 

11 

18 

15 

17 

87 

85 

48 

Slope  of  Talde. 

t 

1 

1 

1 

1 

0 

1 

1 

jd 

i 

1 

O*^ 

!• 

.066 
.060 
.060 
.060 
.061 

.150 
.071 
.068 
.046 
.048 
.089 
.088 

.668* 
.068 
.060 
.049 
.048 
.047 
.046 

.170 
.076 
.066 
.049 
.045 
.048 
.040 
.087 
.084 

'!066* 
.068 
.040 
.047 
.045 
.044 

.195 
.OHl 
.060 
.068 
.048 
.044 
.040 
.088 
.036 

■.063' 
.066 
.060 
.046 
.044 
.048 

.165 
.084 
.068 
.063 
.047 
.043 
.041 
.040 

■.'ois' 

.800 
.069 
.068 
.064 
.060 
.047 
.046 
.048 
.048 

.800 
.100 
.078 
.067 
.060 
.054 
.061 
.049 

.819 
.116 
.069 
.078 
.066 
.061 
.066 

.868 
.188 

8* 

.101 

8» 

.084 

4« 

.076 

6^ 

.009 

6» 

70 

8*;:;::::::;:;:;;::::::;:::: 

The  average  velocities  of  the  currents  obtained  in  the  experiments  have  been 
computed,  upon  the  assumption  that  the  average  thickness  of  the  film  is  equal 
to  that  of  the  trough  plus  one-third  of  the  difference  between  the  trough  and 
the  crest,  and  are  given  in  Table  329  and  Fig.  412.  These  figures  give  Average 
velocities,  and  do  not  show  either  the  slow  bottom  current  or  the  quick  top  cur- 
rent. Fig.  412  indicates  that  with  7^  pounds  of  water  per  minute  flowing  over 
each  foot  of  table  width,  and  with  a  slope  of  1®  30',  the  velocity  would  be  6  inches 
per  second,  and  that  the  same  velocity  would  occur  with  5^  pounds  of  water  on 
a  3®  30'  slope ;  but  the  bottom  velocities  may  be  quite  different  in  the  two  cases, 
because  one  of  the  films  is  60%  deeper  than  the  other.  Hence  the  two  sets  of 
conditions  may  suit  quite  different  qualities  of  sand. 
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TABLE  329. 


, — ^AVERAGE  VELOCITY  OF  WATER  CURBENT  ON  SLIKE  TABLES,  IN  INCHES 
PER  SECOND. 


Slope  of  TablA. 

Pounds  of  Water  per  Minute  Flowing  oyer  1  Foot  Width  of  Surfece. 

0.25 

0.5 

1 

8 

8 

.5 

7 

9 

11 

18 

16 

17 

27 

86 

48 

0»16' 

!• 

«• 

8« 

4« 

6o 

«• 

T> 

0.1 
0.68 

o.m 

0.80 
0.87 
0.06 
0.96 
0.06 
0.96 
0.06 
0.96 
0.96 
1.07 
1.07 
1.07 
1.07 
1.07 
1.07 

0.23 
0.80 
1.01 
1.07 
1.18 
1.20 
1.28 
1.28 
1.87 
1.48 
1.60 
1.00 
1.60 
1.74 
1.74 
1.74 
1.74 
1.98 
1.98 
1.92 
1.98 

0.66 
1.28 
1.60 
1.88 
1.98 
1.98 
1.98 
2.03 
2.03 
8.08 
8.14 
8.14 
8.27 
8.27 

1.17 
1.86 
8.87 
8.71 
8.01 
8.08 
8.08 
8.08 
8.08 
8.08 
8.17 
8.17 

1.72 
8.40 
8.06 
8.88 
8.60 
8.60 
8.50 
8.60 
8.59 

1.48 
8.20 
4.00 
4.66 
4.98 
5.19 
5.48 
5.65 

1.79 
4.08 
5.88 
6.86 
6.90 
7.08 
7.87 

8.81 
4.88 
6.41 
7.86 
7.70 
8.06 
8.46 

8.60 
6.68 
7.65 
8.60 
9.06 
9.41 
9.87 
10.60 
11.15 

8.66 
6.17 
8.45 
9.41 
10.18 
11.10 
11.85 
12.48 
18.16 

8.60 
6.87 
9.80 
11.09 
18.01 
18.10 
18.70 
14.06 

8.27 
7.84 
10.51 
18.05 
18.05 
18.90 
14.60 
16.90 
16.65 

5.19 
10.80 
18.80 
15.45 
17.80 
19.88 
83.80 
81.20 

6.16 
11.68 
15.15 
17.76 
20.60 
22.10 
28.85 

6.81 
18.46 
16.86 
19.70 
22.10 
88.90 

a* 

9» 



10» 

!!• 

1»» 

18* 

14® 

15- 

W 

ir» 

18* 





19» 

»• 



§  509.  Discussion  of  the  Experimental  Results. — By  examining  the  curves 
of  quartz  and  galena  we  see  that  they  all  drop  from  the  left  where  the  water 
quantity  is  small,  the  galena  being  considerably  higher  than  the  quartz.  The 
quartz  curve  then  runs  in  nearly  a  straight  line  to  the  right,  where  the  water 
quantity  is  large.  The  galena  runs  part  way  across  nearly  parallel  to  the  quartz 
and  then  rises  up  into  high  angles.  The  galena  curve  may  be  said,  therefore,  to 
have  a  peculiar  sag  in  it  between  5  and  10  pounds  of  water.  The  wave  curves 
(Fig.  413)  appear  to  account  for  this  sag  in  the  galena  curves,  as  the  former 
have  a  sag  which  corresponds  to  that  in  the  galena  curves,  showing  that  the 
waves  serve  to  start  the  galena  moving  at  lower  angles  than  it  would  move  with- 
out them.  The  only  exception  is  the  curve  of  galena  for  grains  which  rise  in 
1.25-mm.  current.  In  this  the  quartz  and  galena  are  washed  off  together  at  very 
low  angles  when  the  water  is  more  than  4  pounds. 

The  Choice  of  Slope  for  a  Table. — If  the  quartz  finish,  angle  is  assumed  to  be 
the  right  one  for  tables  then  it  is  clear  that  the  wider  the  space  between  the  quartz 
and  galena  curves  the  better  will  the  separation  be.  This  indicates  better  treat- 
ment with  less  than  5  pounds  of  water  or  with  more  than  10  pounds  than  between 
the  two.  The  latter  field,  however,  is  not  so  much  behind  the  other  two  in  its 
work  as  the  curves  might  imply,  because  the  galena  is  practically  not  moving  at 
all  when  the  quartz  is  nearly  all  roUinff.  If,  on  the  other  hand,  the  finish  angle 
of  galena  be  chosen  as  the  right  one  for  tables,  then  the  discrepancies  between 
the  three  fields,  namely,  below  5  pounds,  between  5  pounds  and  10  pounds,  and 
above  10  pounds,  would  probably  disappear  altogether,  for  whatever  effect  the 
waves  had  in  hurrying  the  galena  off  the  table  with  5  to  10  pounds  of  water 
would  hurry  off  the  quartz  still  faster.  If  the  quartz  angle  be  chosen,  the  quartz 
will  move  away  leaving  the  galena  stationary.  The  act  is  like  that  of  a  boat 
sailing  away  from  her  moorings.  The  separation  is  made  by  the  departure  of 
the  quartz  from  company  with  galena.  If  the  galena  angle  is  used,  a  race  is 
initiated  in  which  the  quartz  beats.  The  two  catch  words  "departure^*  and 
"race^^  seem  to  express  the  difference  in  principle  between  the  two  methods. 
The  capacity  of  a  table  with  the  quartz  angle  will  be  much  less  than  with  the 
galena  angle,  as  the  particles  will  move  down  the  slope  much  more  slowly;  and 
the  concentrates  are  apt  to  be  less  clean,  because  the  solid  bank  of  galena  tends 
to  entangle  grains  of  quartz  except  with  large  quantities  of  water. 

The  following  table,  compiled  from  Tables  326  and  327,  shows  a  suggested 
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grouping  of  sand  and  slime  sorts  that  are  probably  suitable  for  separating  chal- 
copyrite  (specific  gravity  4)  or  blende  (specific  gravity  4)  from  quartz  (specific 
gravity  2.6).  When  galena  (specific  gravity  7.6)  is  to  be  separated  from  quartz, 
probably  two  groups,  32 — 1.25  and  1.25 — 0  mm.  per  second  settling  velocity, 
will  be  all  that  are  needed,  instead  of  the  last  three  shown  in  the  table.     Com- 

SUGGESTED   CLASSIFICATION   OF   SLIMES   FOB  SLIliE   TABLES. 


Quarts 
Oaieoa. 
Qurti. 

QllMtS. 

Galeo* 
QuarU. 

Galena. 


Diameter  of 
Grains. 


Mm. 


O.aS-O.BW 

0.119-O.lW 

0.0U1-O.9B 

0.047-0.110 

0.0B8M).0911 

0.019e-«.OI7 

a4).0885 

0-0.0108 


Curronta  in  which 
GnUns  Settle. 


Mm.  per  Seoond. 


as-TO 


f 


Pounds  of  Water  per  Minute  per  Foot  of  Width. 


IM 


U 


Slopes  at  whieh  all  Grains  BoU. 


WW 


ff'W 

v*w 

v»w 
lo^ao' 


©•lO* 
9»W 

4*40" 
*»40' 


*»56' 
5»0B' 

4«15' 

6«0B' 
0»60' 
O-SO* 


••06' 
4»(Xy 

••ao* 

S^IO* 


(f>liy 
••IV 

ray 


paring  the  above  figures  of  slime  sorts  with  those  used  in  the  mills,  we  find  that 
the  mills  treat  together  all  the  ore  that  will  rise  in  a  current  of  25  or  30  mm.  a 
second,  and  they  do  this  with  chalcopyrite  as  well  as  with  galena.  Comparing 
the  figures  in  regard  to  slope,  we  find  that  in  the  mills  the  galena  finish  angle^ 
or  an  angle  a  little  steeper,  is  the  one  which  has  been  empirically  settled  upon. 
We  do  not  find  in  the  mills,  however,  the  chief  law  which  seems  to  be  established 
by  these  tests,  namely,  that  with  coarse  sand  sorts  we  need  gentle  slope  and  much 
water,  while  with  fine  sand  sorts  we  need  steep  slope  and  little  water.  The  ex- 
periments suggested  the  following  as  probably  the  best  slopes  and  water  quanti* 
ties: 


Slope. 


Water  Qnantity  per  Foot  of 
CIrcumteeiioe. 


For  ooarse  pulps  81-70  mm.  settUn] 
For  medium  pulp,  1.86-88  mm.  set. 
For  finest  pulp,  0-1.96  mm.  settling  v< 


8*40' 
6*  too* 
8«tol0» 


18  pounds. 
Stoopounda. 


The  coarse  sand  sort  (32 — 70  mm.  settling  velocity)  is  put  in  the  table  be- 
cause of  preliminary  experiments  which  the  author  believes  show  that  such  a 
sand  sort  may  in  some  cases  be  advantageously  treated  upon  a  slime  table.  His 
tests  indicate  that  with  12  pounds  of  water  or  more,  the  speed  with  which  these 
coarse  grains  move  is  so  great  that  the  quartz  finish  angle  is  the  one  best  suited 
for  their  treatment.  This  might  be  used  for  phosphates,  pyrite,  or  any  mineral 
of  not  too  high  value  which  had  to  be  treated  in  large  quantity,  wh^re  water  was 
abundant  or  eould  be  cheaply  pumped. 

It  will  be  noted  that  the  experiments  were  made  upon  a  rectangular  plane 
table,  while  the  mills  employ  convex  conical  tables;  and  it  may  be  said  that  on 
the  rectangular  table  there  is  not  the  change  in  depth  and  velocity  of  water  that 
occurs  in  passing  from  the  center  to  the  circumference  of  a  conical  table.  This 
change,  however,  is  very  slight,  for  a  distance  of  one  or  two  feet  next  to  the  cir- 
cumference ;  and  if  the  water  is  adjusted  for  this  portion  of  the  table  the  condi- 
tions will  be  nearly  the  same  on  a  convex  as  on  a  plane  table. 

D.  Riffles. 

§  510.  The  term  rifftes  has  been  used  indiscriminately,  to  designate  either  the 
blocks  placed  in  a  trough  or  sluice  to  hold  back  heavy  minerals,  or  to  designate 
the  pockets  between  the  blocks.    In  the  following  pages  the  pockets  are  called 
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the  riffles,  and  the  blocks  are  called  riffle  blocks.  When  a  stream  of  water,  carry- 
ing sand  and  gravel,  passes  over  riffles  the  agitation  due  to  the  current  softens 
up  the  deposit,  and  the  quartz,  being  lighter,  rises  and  is  carried  along  by  the 
current,  while  the  heavier  minerals,  including  gold,  platinum,  precious  stones, 
garnet  and  black  sand,  mostly  remain  in  the  riffles. 

Riffles  find  their  principal  use  in  hydraulic  mining,  which  is  so  large  a  sub- 
ject that  it  requires  a  treatise  of  its  own.  The  reader  is  referred  to  Bowie's 
"Hydraulic  Mining,'*  to  an  article  by  Waldeyer  in  Baymond's  Report  of  the  Min- 
eral Resources  West  of  the  Rocky  Mountains  for  1873,  and  to  an  article  by 
Hammond  in  the  Ninth  (1889)  Annual  Report  of  the  California  State  Miner- 
alogist. The  author  will,  however,  describe  various  forms  of  riffles,  and  some 
of  the  ways  in  which  they  are  used  in  ore  dressing.  It  is  quite  pertinent  here 
to  repeat  that  the  Wilfley  table  owes  its  capacity  and  efficiency  largely  to  its 
riffles. 

In  general  the  design  of  sluice  and  riffle  block  which  most  systematically  com- 
bines spaces  of  quick  current  followed  by  spaces  of  comparative  rest  (eddies) , 
often  repeated,  most  successfully  fills  the  requirements.  The  eddies,  however, 
must  not  be  too  quiet  or  they  will  fill  with  quartz  at  the  start  and  never  change. 

FOBMS  OF  BIFFLE8. 

TiKBEB  Riffle  Blocks  are  square  wooden  blocks  8  to  13  inches  high,  set  on 
end  in  rows  across  a  sluice  or  trough.  Each  row  of  blocks  is  separated  from  the 
next  by  riffle  strips  1^  inches  thick  and  2  to  3  inches  wide,  nailed  to  them  (see 
Fig.  419).  They  are  held  in  place  by  wooden  wedges  against  the  sides  of  the 
sluice.  Bowie  states  that  these  riffle  blocks  are  better  than  all  others  where 
timber  is  not  too  dear,  and  that  the  cross  riffle  they  make  is  not  excelled  by  any 
other  form.  In  choosing  wood  he  prefers  that  which  is  long  grained  and  brooms 
up  well.  Hard  timber  which  wears  smooth,  such  as  oak,  is  not  desirable.  Nut 
pine  is  best,  and  pitch  pine  answers  all  requirements. 

Rock  Riffles  do  good  work.  They  are  made  by  placing  cobble  stones  on  end 
and  close  together  in  a  sluice,  the  tops  of  the  stones  being  pointed  slightly  down 
the  slope.  To  keep  the  rocks  in  place,  a  cross  plank  is  placed  in  the  bottom  of 
the  sluice  every  6  or  8  feet.  In  some  cases  rock  riffles  have  been  preferred  to 
timber,  but  they  take  longer  to  clean  up  and  to  re-set.  They  require  a  steeper 
grade  than  block  riffles. 

Bar  Riffles  are  made  by  putting  cross  bars  in  the  bottom  of  a  sluice.  Blocks 
or  bars  1  to  2  inches  high  are  common  practice,  but  the  spaces  vary  greatly  (from 
an  inch  or  two  to  several  feet).  John  M.  Sweeney**  found  that  the  form  shown 
in  Fig.  414a  was  much  more  efficient  for  separating  gold  from  quartz  and  black 
sand  than  the  form  shown  in  Fig.  4146. 

A  modification  of  the  Robinson  riffle  is  shown  in  Fig.  415a.  Each  riffle  is  12 
inches  wide,  12  inches  long  and  about  3  inches  deep  in  the  middle.  These  riffles 
have  been  successfully  used  in  a  cyanide  leaching  plant**  to  catch  the  coarse  gold 
in  the  tailings,  by  means  of  mercury  placed  in  the  riffles  at  A.  The  sulphuret>; 
collected  at  B.  At  this  same  plant  the  original  form  of  Robinson  riffle  (Fis<. 
416t),  allowed  the  sulphurets  to  collect  and  pack  at  B  so  that  the  free  gold  could 
not  come  in  contact  with  the  mercury  at  A. 
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Expanded  Metal  Eiffles  (Fig.  416)  are  very  commonly  used  on  gold  dredges 
in  connection  with  cocoa  matting  (§  605).  The  usual  size  for  this  purpose  has 
meshes  4^  inches  long,  and  2^  inches  wide,  and  is  made  of  steel  about  0.08  inch 
thick.  It  is  laid  on  top  of  the  cocoa  matting  after  the  latter  is  spread  on  the 
inclined  tables,  and  is  found  very  efficient  in  arresting  the  gold.  The  flat  sur- 
faces of  the  metal  strands  slope  about  45° ;  and  to  be  most  eflfective,  the  tops  of 
the  strands  must  be  pointed  down  the  slope.  They  have  but  little  catching 
power  when  laid  the  opposite  way. 

HowLAND  Eiffles  (Fig.  417)  are  made  of  cast  iron,  and  are  in  sections  or 
blocks  which  are  honeycombed  by  perforation^,  and  superficially  roughened  by 
grooves  as  follows :  The  blocks  are  12  inches  long,  4  inches  wide,  and  are  higher 


FIG.    4156. — ^ROBINSON    RIFFLE. 


FIG.  417. — HOWLAND  RIFFLES. 


FIG.       416.  —  EXPANDED       METAL 
RIFFLES. 


FIG.  418. CRADLE  OR  ROCKER  WITH  PART 

OF    SIDE    CUT    AWAY. 


across  the  center  than  across  the  two  ends.  Deep  cross  troughs  are  made  at  the 
center  and  at  the  upper  ends,  which  are  to  be  charged  with  mercury ;  longitudinal, 
shallow  grooves  run  down  the  slopes  from  the  center  to  the  ends,  and  between 
these  grooves  are  slots  which  extend  vertically  through  the  castings.  The  blocks 
may  be  put  together  sidewise  to  suit  the  width  of  any  trough  whose  width  is  a 
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multiple  of  4  inches,  and  they  are  so  placed  as  to  break  joint  with  each  other 
longitudinally  and  so  increase  the  eddying  action  of  the  riflBes.  It  will  be  seen 
that  any  heavy  particles  that  find  their  way  beneath  one  of  the  castings  are  re- 
tained there 

In  Mill  82  there  are  two  sluices  fitted  with  Howland  riffles,  each  fed  with 
stamp  mill  pulp.     The  sluice  is  12  inches  wide,  8^  inches  deep,  and  slopes  6"*,  30'. 

APPLICATION   OF  RIFFLES. 

§  511.  The  Cradle  or  Eocker  (Pig.  418)  is  a  box  about  40  inches  long  and 
from  16  to  20  inches  wide,  mounted  on  transverse  rockers,  and  having  the  back 
end  closed  and  the  front  end  open.  The  sides  slope  up  from  the  front  toward 
the  back  end  to  a  height  of  12  to  20  inches.  A  screen  box  16  to  20  inches  square 
and  4  to  6  inches  deep,  having  a  perforated  screen  with  ^-inch  holes,  is  set  on 
top  at  the  back  end.  Beneath  this  is  a  backward  sloping  baffle  board,  or  an 
apron  made  of  canvas  or  of  blanket.  On  the  bottom  of  the  cradle  are  two  riffle 
cleats  about  f  inch  high,  one  near  the  middle  and  one  near  the  lower  end.  The 
method  of  working  is  to  shovel  gravel  into  the  screen  box,  and  to  pour  in  water 
from  a  dipper  while  rocking  the  cradle  by  hand.  The  apron  throws  the  screen- 
ings backward,  and  when  it  is  made  of  canvas  or  blanket  it  catches  some  of  the 
fine  gold.  The  coarse  gold  is  caught  in  the  bottom  riffles.  The  sand  quite 
easily  packs  in  these  riffles  if  the  rocking  is  not  kept  up,  and  this  leads  to  loss  of 
gold.  For  convenience  in  cleaning  up,  the  screen  box  and  apron  can  be  lifted 
out.  What  is  caught  on  the  apron  and  in  the  riffles  is  washed  in  a  hand  pan 
to  remove  the  last  of  the  sand.  The  cradle  is  a  regular  tool  for  washing  aurif- 
erous gravel  on  a  small  scale ;  and  is  also  used  to  clean  up  sluices  and  quartz  mills. 

The  Sluice,  as  the  term  is  used  in  placer  working,  is  both  a  trough  for  trans- 
porting water  and  gravel,  and  a  concentrator  for  catching  and  holding,  by 
riffles,  any  heavy  grains  the  gravel  may  contain  (see  Pig.  419). 

Many  forms  of  riffle  blocks  have  been  used  in  sluices  and  their  designs  are 
usually  governed  by  three  considerations:  (1)  The  first  cost  and  life;  (2)  the 
effectiveness  of  the  riffles;  and  (3)  the  ease  with  which  they  are  cleaned  up  and 
reset. 

Bowie  gives  the  grade  of  a  sluice  at  6  to  6^  inches  fall  for  a  12-foot  box 
(2**  25'  to  2"  35').  In  some  places  where  much  clay  is  to  be  washed  off  9  to  12 
inches  (3**  35'  to  A?  45')  is  used,  and  where  a  minimum  grade  must  be  used, 
as  low  as  2^  to  3  inches  (1**  to  1**  10')  for  a  16-foot  box  has  been  used.  His 
figures  on  sizes  and  carrying  power  of  sluices  are  as  follows : 


I>epth. 

Width. 

Grade. 

Capacity  tn  Miner's 
Inches  of  Water. 

88  inches. 
80      " 
30      " 

6  feet. 
4    " 
8     " 

2»15'to2»50' 
0»60' 

8,000  to  8,500 

2.000 

600  to  1,000 

In  Mill  79,  thirteen  riffle  boxes,  103  feet  long,  12  inches  wide,  8  inches  deep, 
with  sides  and  bottom  made  of  2-inch  plank,  are  placed  side  by  side,  sloping  V 
25'  (A  inch  per  foot).  They  have  movable  riffle  bars  16  feet  apart,  l|  inches 
high,  lying  across  the  bottom,  and  held  in  place  by  cleats  on  the  sides.  They 
are  fed  with  the  vanner  tailings,  by  a  rough  form  of  classifier.  The  pulp  is  re- 
ceived at  the  middle  of  this  classifier  and  runs  both  ways,  discharging  through 
thirteen  1-inch  holes  to  the  13  riffle  boxes.  The  latter  are  cleaned  out  once  in 
24  hours,  two  at  a  time,  by  turning  off  the  pulp  and  turning  on  wash  water  for  a 
time  to  rinse  off  some  of  the  quartz ;  then  the  riffle  bars  are  removed  and  the  con- 
centrates are  swept  out  while  the  clear  water  is  still  running.  The  concentrates 
go  to  the  first  compartment  of  the  settling  tank,  which  yields  467  pounds  of 
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concentrates  in  24  hours  (35.8  pounds  for  each  riffle  box)  assaying  $103  per 
ton. 

In  Mill  56,  below  the  amalgamated  plates  are  five  riffles  or  catch  pits  1  inch 
wide  and  1  inch  deep  running  across  the  width  of  the  apron.  The  first  con- 
sists of  the  space  between  two  beveled  cleats,  the  other  four  are  sunken  riffles  or 
depressions  cut  in  the  surface  of  the  planks.  They  are  all  filled  with  mercury 
and  serve  to  catch  any  particles  of  rusty  gold  that  have  been  at  all  brightened. 
Following  these  are  two  collecting  sluices  each  12  feet  long,  8  inches  wide  and  6 
inches  deep,  sloping  i  inch  per  foot.     The  riffles  consist  of  1-inch  holes  in  a 


PIG.   419. — RIFFLE   SLUICE    (FROM   BOWIE). 

board  lying  in  the  bottom  of  the  sluice.  The  holes  are  staggered  and  spaced  31 
inches  between  centers  crosswise  and  4^  inches  between  lines  of  centers  length- 
wise. At  the  lower  end  are  four  bar  riffles  ^  inch  wide  and  1  inch  deep.  Follow- 
ing these  is  the  main  sluice  200  feet  long,  12  inches  wide,  12  inches  deep,  slop- 
ing-^ inch  in  12  feet,  with  riffles  in  it  made  by  placing  2X2Xl-inch  blocks  on 
edge  between  IX  1-inch  longitudinal  strips,  as  shown  in  Fig.  420.  This  con- 
struction causes  a  depositing  eddy  at  the  head  of  each  riffle  space.  The  pulp 
current  in  this  sluice  is  3  inches  deep.  Following  this  a  15-mesh  iron  wire 
screen  is  placed  horizontally  in  the  bottom  and  yields  overflow  containing  the 
larger  sand  and  the  bulk  of  the  water  to  tail  sluice,  and  the  finer  sand  to  three 
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tables  each  40  feet  long,  8  inches  wide^  sloping  s  inch  in  1  foot,  on  which  are 
laid  old  battery  screens.  The  tail  sluice  is  12  feet  long,  14  inches  wide,  8  inches 
deep,  sloping  1^  inches  per  foot.  This  is  supplied  with  Hungarian  riffle  blocks 
running  across  the  trough  (Fig.  421). 

The  mercury  riffles  following  the  amalgamated  plates  in  this  mill  are  skimmed 
several  times  a  day  for  rusty  gold.  The  mercury  is  taken  out  from  time  to  time 
and  filtered  through  chamois  skin,  the  amalgam  saved  and  the  mercury  put  back 
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FIG.    421. — ^HUNGARIAN 
RIFFLBS. 
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FIG.    420. — RIFFLES    IN    MILL    56. 

into  the  riffles.    All  of  the  other  riffles  are  cleaned  up  periodically  and  yield 
black  sand  with  rusty  gold,  which  is  saved  as  far  as  possible  by  hand  pans. 

Revolving  Strakes. — In  Minas  Geraes,  Brazil,  a  device  for  rapidly  discharg- 
ing riffles  is  used.*  This  consists  of  a  triangular  prism  with  equal  faces,  each 
of  which  if*  a  riffle  sluice  supplied  with  cross  riffle  bars  and  side  retaining  walls 
(see  Fig.  422).    This  prism  has  end  trunnions  of  hard  wood  upon  which  it  can 


FIG.  422. — REVOLVING  RIFFLE  STRAKES. 

revolve.  The  pulp  current  is  distributed  at  the  upper  end  by  a  wooden  sliding  (?) 
bridge,  and  running  over  the  riffles  is  discharged  at  the  lower  end.  When 
the  riffles  are  charged  with  auriferous  sulphurets  they  are  discharged  by  revolv- 
ing the  prism  to  wash  off  the  sulphurets  and  to  bring  the  next  face  into  line^  the 
piJp  being  momentarily  shut  off  and  the  sliding  bridge  withdrawn.  The  width 
of  each  face  is  18  inches,  the  length  14J  to  18  feet.  It  slopes  1  inch  per  foot 
(4**  45').    The  riffle  bars  are  0.14  inch  high,  and  there  are  many  of  them.    Two 
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of  these  prieniB  are  hung  in  one  tank  which  is  in  section  like  the  letter  W.     This 
tank,  filled  with  water,  washes  the  riflSes  and  receives  the  concentrates. 

Undercurrents. — Where  it  is  desired  to  treat  the  finer  portion  of  the  gravel 
more  quietly  than  in  the  main  sluice,  a  small  grizzly  is  placed  in  the  bottom  of 
the  sluice  and  the  water  and  fine  gravel  passing  througn  this  are  treated  at  a 
gentle  speed  on  "undercurrents,^*  which  consist  of  wide  sluices  containing  riffles. 
The  undercurrent  should  be  eight  to  ten  times  the  width  of  the  main  sluice  and 
have  a  grade  of  4^  30'  to  6**  46'  (%Jo  to  10%). 


E.  ElEVES. 

§  512.  Kieves  are  strong  tubs  with  sides  flaring  upward,  in  whicli  the  sepa- 
ration is  effected  bv  mechanical  agitation  in  a  deep  mass  of  thick  pulp.  Stirring 
paddles  are  used  for  preliminary  mixing,  and  hammers  or  heavy  striking  bars 

for  the  final  separation.  They  are  used  to  fin- 
ish the  concentration  of  fine  products  that  are 
nearly  rich  enough  to  ship.  In  Mill  46  they 
deal  with  grains  up  to  0.06  inch  (1.27  mm.)  in 
diameter,  in  Mill  47  with  grains  0.053 
inch  (1.36  mm.)  in  diameter.  They  can 
be  used  on  products  of  the  fineness  of 
slime  table  heads,  but  with  much  finer 
products  the  process  becomes  tedious,  be- 
cause of  the  long  time  required  for 
settling. 

The  kieve  has  a  shaft  with  a  crank  for  re- 
volving it  by  hand  in  a  movable  top  bearing, 
and  in  a  step  at  the  bottom.  On  the  shaft  is  a 
pair  of  paddles  of  the  form  of  propeller  blades, 
which  tend  to  lift  the  pulp  and  stir  it  thor- 
oughly. The  operation  is  as  follows: 
Water  is  run  in  by  a  hose  up  to  a  mark,  found  by  trial.  One  or  two  men 
revolve  the  paddle  about  fifty  times  per  minute,  while  another  shovels  in  the  ore, 
which  is  moist.  When  the  required  amount  is  charged,  the  shaft  is  kept  revolv- 
ing for  a  minute  or  two  to  thoroughly  liquify  the  pulp.  Then  the  top  support 
and  the  shaft  are  quickly  lifted  out  and  a  bent  pounding  bar  (at  MiU  47,  IJ 
inches  diameter,  7  feet  long),  standing  in  a  wooden  step  in  the  floor,  is  made  to 
deal  repeated  shocks  to  the  sides  of  the  kieve,  perhaps  fifty  blows  per  minute. 
The  blows  are  received  upon  a  plate  14X3Xi  inch  (Mill  47)  screwed  to  the  side 
of  the  kieve.  The  pounding  bar  is  so  bent  as  to  strike  the  kieve  a  little  above 
the  middle.  The  pounding  is  kept  up  until  the  particles  have  settled  themselves 
into  a  compact  deposit  at  the  bottom  (an  almost  'Tiard  pan*')  with  the  quartz 
grains  largely  at  the  top  and  the  ore  grains  in  layers  below.  The  water  is  now 
siphoned  oflf  and  the  layers  are  skimmed  out  with  a  shovel.  The  layers  are 
roughly  as  indicated  in  Fig.  423. 

The  concentration  occurs  partly  during  the  stirring,  but  an  important  part 


FIG.  423. — KIEVE. 
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takes  place  during  the  pounding.  While  the  water  from  below  passes  upward 
among  the  grains,  the  fine,  high  specific  gravity  grains  settle  below  the  coarser, 
lower  specific  gravity  grains,  according  to  a  ratio  which  is  probably  that  of 
hindered  settling.     Some  details  of  kieves  are  given  in  Table  329a. 

In  Cornwall,  both  the  paddles  and  the  pounding  bar  are  sometimes  driven  by 
power,  as  in  the  kieve  described  by  Teague,  the  dimensions  of  which  are  given  in 
Table  329a. 

In  Mill  47  two  kieves  are  used,  fed  respectively  with  the  two  products  of  the 
tye  (see  §  507),  the  tye  itself  being  fed  with  certain  of  the  hutch  products  of 
the  finishing  jigs  or  with  the  slime  table  concentrates.  The  coarse,  poorer  por- 
tions from  the  tye,  treated  in  No.  2  kieve,  yields:  (1)  tops,  returned  to  slime 
table;  (2)  middlings,  re-treated  in  the  same  kieve;  ^3)  bottoms,  to  first 
treatment  in  No.  1  kieve.  The  fine,  richer  portion  from  the  tye,  treated  in  No. 
1  kieve  (first  treatment),  yields:  (1)  tops,  returned  to  slime  table;  (2)  mid- 
dlings, returned  to  same  kieve  (first  treatment) ;  (3)  bottoms,  returned  to  same 
kieve  (second  treatment).  These  last  bottoms  yield,  on  second  treatment:  (1) 
tops,  returned  to  slime  table;  (2)  middlings,  returned  to  same  kieve  (second 
treatment)  ;  (3)  bottoms,  barrelled  and  shipped  to  smelter.  Three  men  work 
up  one  charge  in  an  hour,  operating  the  tye  at  the  same  time.  In  Mill  46,  slime 
table  concentrates  and  hutch  products  of  the  finishing  jigs  are  treated  in  a  kieve 
without  first  using  a  tye. 

Continuotis  Kieve. — A  deep,  cylindrical  tub,  with  the  revolving  kieve  paddles, 
has  been  used  for  treating  larger  quantities  than  is  possible  with  an  intermittent 
kieve.  It  must  be  fed  at  a  point  about  half  or  two-thirds  the  way  up  from  the 
bottom  to  the  top  by  a  central  hopper  and  tube.  The  overflow  can  be  discharged 
all  around  the  top  and  caught  in  a  circular  launder.  The  action  is  less  perfect 
than  that  of  the  intermittent  kieve,  as  the  hammering  is  omitted.  It  probably 
ranks  as  a  classifier  working  under  hindered  settling  conditions,  and  using  much 
less  water  than  any  other  form.  It  yields  a  continuous  overflow,  and  either  a 
continuous  spigot  product  or  an  intermittent  one  as  desired.  The  apparatus 
might  serve  as  the  nrst  settling  tank  in  the  Austrian  graphite  mill  (§  784).  This 
is  suggested  merely  to  indicate  the  line  of  work  the  author  believes  the  apparatus 
to  be  suitable  for. 
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CHAPTER  XVII. 

AMALGAMATION. 

The  properties  of  mercury,  which  enable  it  to  form  alloys  with  gold  and  silver, 
are  made  use  of  in  milling  for  the  extraction  of  those  metals  from  their  ores. 

§  513.  Properties  of  Mercury. — Mercury  freezes  at  39 '^  F.  below  zero.  It 
\aporizes  to  a  very  slight  degree  at  ordinary  temperatures,  more  rapidly  at  100**  F. 
and  at  212**  F.  suflBciently  to  salivate  an  incautious  workman.  It  boils  at  680°  F. 
Its  specific  gravity  is  13.6.  Its  capillarity  is  negative  except  to  those  metals  with 
which  it  easily  amalgamates.  To  these,  when  their  surfaces  and  that  of  the  mer- 
cury are  clean,  it  is  positive,  that  is,  it  "wets*'  them.  It  is  not  affected,  when  pure, 
by  air,  but,  when  impure,  oxidation  of  the  other  metals  forming  the  impurities 
takes  place  on  the  surface,  and  the  oxides  formed  axe  absorbed  by  the  mercury. 
Mercury  and  all  its  salts  are  violent  poisons.  Haw  white  of  egg  or  potassium 
iodide  is  the  best  antidote.  Strong  nitric  or  sulphuric  acids  attack  mercury; 
hydrochloric  acid,  dilute  sulphuric  or  pure  dilute  nitric  attack  it  little  or  not  at 
all ;  dilute  nitric  acid  containing  nitrous  acid  readily  attacks  it  however. 

§  514.  Amalgams. — If  a  grain  of  clean  metal,  for  example,  gold,  comes  in  con- 
tact with  clean  mercury,  according  to  its  thickness  the  particle  becomes  either 
entirely  combined  or  superficially  coated  with  mercury,  and  if  two  such  particles 
come  in  contact  with  each  other  they  are  loosely  cemented  or  soldered  together. 
Such  aggregations,  which  are  alloys  of  the  metals  with  mercury, '  are  called 
amalgams. 

If  a  metallic  compound  that  can  be  chemically  decomposed  by  mercury,  for 
example,  cerargyrite  (chloride  of  silver)  or  argentite  (sulphide  of  silver) 
comes  in  contact  with  mercury  under  conditions  favoring  the  reaction,  a  por- 
tion of  the  mercury  seizes  the  chlorine  or  sulphur,  forming  chloride  or  sulphide 
of  mercury,  and  the  remainder  seizes  upon  the  silver  as  it  is  set  free,  forming 
an  amalgam  of  mercury  and  silver. 

Mercury  unites  also  readily  with  copper,  lead,  tin,  cadmium,  zinc,  bismuth, 
sodium,  potassium  and  some  of  the  rare  metals.  The  aflBnity  of  mercury  for 
the  various  metals  with  which  it  unites  to  form  amalgams,  increases  with  the 
temperature.  In  the  case  of  arsenic  and  antimony,  heat  is  necessary  for  their 
amalgams  to  form,  and  with  that  of  the  latter  the  antimony  gradually  sepa- 
rates out  again  as  a  black  powder  on  cooling.  By  using  a  voltaic  couple,  with 
a  dilute  acid  and  with  mercury  as  the  negative  electrode,  it  unites  with  nickel, 
cobalt,  manganese,  iron,  chromium,  aluminum  and  platinum.  Mercury  forms 
an  amalgam  with  the  above  metals  when  their  salts  are  treated  by  electrolysis 
with  mercury  as  the  negative  electrode.  Sodium  amalgam  will  decompose  most 
of  the  salts  of  the  metals  yielding  amalgam  of  mercury  and  the  metal  derived 
from  the  salt.     Mercury  forms  a  triple  compound  with  sulphur  and  arsenic. 

As  sodium  amalgam  is  used  to  some  extent  in  mills  its  preparation  is  of  spe- 
cial interest.  For  preparing  it,  clean,  dry  mercury  is  used  from  which  all 
moisture  has  been  removed  by  blotting  paper.  It  is  heated  gently  and  pieces 
of  sodium,  about  the  size  of  a  pea,  are  added  one  at  a  time,  waiting  for  the  re- 
action after  each  addition,  until  an  amalgam  of  the  consistency  of  soft  putty 
is  obtained.  This  amalgam  decomposes  unless  kept  dry  and  out  of  contact  with 
the  air.  It  keeps  best  when  covered  with  naphtha  and  put  into  tightly  stop- 
pered bottles. 
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In  milling,  three  amalgams  of  gold  may  be  considered.  The  first  is  liquid, 
which  appears  like  mercury,  and  is  commonly  considered  to  be  a  saturated  solu- 
tion of  solid  gold  amalgam  in  mercury.  When  filtered  through  chamois  skin 
it  contains  about  0.1%  gold  at  60*"  F.  The  quantity  contained  will  increase 
with  the  temperature.  On  standing  several  months,  at  about  68**  P.,  crystals 
of  amalgam  will  crystallize  from  tnis,  leaving  a  solution  with  only  0.0683% 
gold.  Even  this,  when  filtered  through  boxwood,  is  reduced  to  0.0601%,  which 
figure  probably  represents  the  amount  of  gold  held  in  permanent  solution 
at  68''  F.  The  second  is  solid.  The  gold  in  it  is  combined  in  some  definite 
chemical  proportion  with  mercury,  and  has  a  definite  crystalline  form.  Native 
amalgam  of  California  ranges  from  39.02  to  41.63%  gold,  corresponding  to 
the  symbol  Au,  Hgj.  A  number  of  other  solid  amalgams  have  been  made  but 
the  one  just  mentioned  is  probably  that  made  in  the  mills.  The  third  is  nuggets 
of  gold  superficially  coated  and  cemented  together  with  the  first  and  second 
amalgams.  By  straining  mill  amalgam  through  chamois  skin,  one  gets  No.  1 
amalgam  in  the  liquid  which  goes  through,  and  a  residue,  which  approximates 
to  No.  2  amalgam,  according  as  No.  1  and  No.  3  are  absent  from  it.  If  No. 
1  is  present  in  excess  it  will  soften  the  amalgam  and  diminish  the  per  cent, 
of  gold ;  if  No.  3  is  present  it  may  greatly  increase  the  per  cent,  of  gold. 

Silver  amalgams  may  be  divided  into  three  classes  in  the  same  way  as  gold. 
The  solid  native  silver  amalgams  vary  from  Agj  Hg,,  containing  26.25%  silver, 
to  Agio  Hga,  containing  64.2%  silver.  The  presence  of  unpenetrated  silver 
nuggets  in  mill  amalgam  is  rare  since  the  amalgam  is  generally  formed  by 
chemical  reaction  with  some  compound  of  silver  rather  than  with  native  silver. 

For  further  information  on  gold  and  silver  amalgams,  the  reader  is  referred 
to  the  very  complete  treatment  given  the  subject  by  Louis.*^ 

§515.  Apparatus  Used  for  Amalgamation. — For  amalgamation  or  sepa- 
rating the  precious  metals  from  their  ores  by  mercury,  the  following  devices  are 
used: — 

Stamp  mill. 

Arrastra,  Huntington  or  other  crushing  mills. 

Amalgamating  pan. 

Inside  plates,  that  is,  amalgamated  plates  inside  the  stamp  mortar  or  other 
crushing  mill. 

Outside  plates. 

Mercury  wells  and  traps. 

Mechanical  amalgamators  which  do  not  combine  crushing  with  amalgama- 
tion. 
For  treating  and  partially  refining  the  amalgamated  products  of  the  preced- 
ing apparatus  there  are  the  following  devices: 

Clean  up  pan. 

Clean  up  barrel. 
While  both  gold  and  silver  are  caught  by  all  these,  the  amalgamating  pan  is 
used  where  silver  preponderates  in  the  ore  and  the  others  where  gold.  The 
first  four  and  the  last  two  combine  crushing  with  amalgamation  and  have  al- 
ready been  described  under  the  various  headings.  It  now  remains  in  this  chap- 
ter to  take  up  the  other  three. 

Outside  Amalgamated  Plates. 

§  516.  PrincipI'B  of  Action. — These  are  generally  copper  plates  coated  with  an 
amalgam.  They  are  set  at  an  angle  so  that  the  pulp  fed  at  the  upper  end  flows 
down  over  them  by  gravity.     During  its  passage  the  constantly  recurring  waves 
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and  the  drops  which  the  pulp  makes  upon  the  head  of  the  plates  bring  the  free 

Sid  into  contact  with  the  surface  so  that  it  becomes  amalgamated  and  adheres 
mly  to  the  plate,  while  the  sand  and  sulphides  are  carried  forward  by  the 
water.  Mercury  has  to  be  supplied  from  time  to  time  to  keep  the  amalgam  on 
the  surface  of  tiie  right  degree  of  hardness,  and  it  is  scraped  off  and  the  gold 
saved  at  stated  intervals. 

§  517.  Tables  fob  Supporting  Platbs. — ^These  should  be  so  constructed  that 
the  slope  may  be  readily  adjusted  and  at  the  same  time  be  firm  and  rigid  enough 
to  remain  constant  in  any  position.  This  is  to  prevent  any  unevenness  in  the 
flow  of  the  pulp,  and  thereby  avoid  danger  of  loss  which  occurs  when  portions 
of  a  plate  are  alternately  wet  and  dry.  A  few  of  the  designs  used  by  the  mills 
will  be  given. 

Two  tables,  standing  upon  independent  sets  of  legs  and  with  independent  ad- 
justing wedges,  are  used  for  each  battery  in  Mills  65,  73  and  74,  which  have 
two  long  plates  side  by  side,  each  2  feet  wide.  Before  putting  on  the  plates, 
the  tables  are  dressed  down  ^  inch  in  the  center  for  the  full  length,  causing 
a  slight  depression  in  the  center  of  the  plate,  and,  in  consequence,  the  center 
of  the  wave  to  be  in  advance  of  its  ends.  If  the  tables  are  not  dressed  as  de- 
scribed but  are  left  flat  the  pulp  will  not  run  so  evenly  but  will  tend  to  one 
side  or  the  other. 

Tables  mounted  upon  wheels  running  on  a  track  are  used  in  Mill  62.  They 
are  wheeled  forward  a  short  distance  at  the  time  of  the  clean  up.  Preston** 
states  that  in  some  mills  only  the  upper  section  of  the  tables  is  movable,  while 
the  remainder  is  stationary. 

At  Mill  67,  whidi  is  similar  to  the  Oldham  mill,  (see  Fig.  424),  the  plates 
are  laid  upon  tables  made  of  the  best  selected  clear  pine  2  inches  thick  with 
three  cleats,  3X6  inches,  fastened  underneath,  one  at  each  end  and  one  in  the 
middle.  There  are  three  transverse  rods  of  ^-inch  round  iron  passing  through 
the  planks  and  holding  them  tightly  together.  These  tables  rest  upon  two  string- 
ers of  3  X  5-inch  scantling  and  are  kept  from  sliding  downward  by  a  cleat  nailed  io 
the  stringer.  These  stringers  lie  loose  in  notches  or  gains  cut  in  standards  and  a 
hard-wood  pin  keeps  each  stringer  from  slidinjz  downward  but  admits  of  suiiicient 
freedom  to  raise  the  lower  end  as  required.  The  standards  are  nailed  to  the  floor 
and  have  no  connection  with  the  mortar  blocks,  nor  has  the  floor,  a  coarse  saw-cut 
separating  the  boards  of  the  floor  from  the  blocks.  At  the  lower  standard  a  hard- 
wood wedge  is  inserted  under  each  stringer  which  wedge  has  a  slot  cut  in  the 
middle,  through  which  a  bolt  with  a  thumb  nut  is  run.  The  slope  is  adjusted 
by  this  wedge  and  kept  in  any  position  by  means  of  the  thumb  nut. 

Mill  64  (see  Figs.  425a  and  425&)  has  tables  built  of  2-inch  planks  in  steps, 
causing  drops  from  one  plate  to  the  next  In  a  total  length  of  plate  of  23  feet 
9  inches,  there  is  one  drop  from  the  mortar,  two  from  mercury  traps  and  five 
drops  of  2  inches  each  from  steps  in  the  plank  table.  The  sides  are  of  l^-inch 
plank,  varying  from  3^  to  5|  inches  in  height.  The  various  sections  are  made 
overlapping  and  there  are  cross  bars  at  each  joint.  The  under  side  of  the  table 
is  only  17  inches  above  the  floor  at  the  head  and  6  inches  at  the  foot,  and  it 
rests  upon  five  cross  timbers  spaced  at  various  intervals,  which  are  supported 
by  short  posts. 

At  Mills  68  and  82  the  tables  for  the  plates  are  made  of  good  clear  lumber. 
The  sides  are  made  of  2-inch  stuff.  The  bottom  is  tight,  consisting  of  cross 
boards  1^  inch  thick,  which  are  mortised  to  the  sides  and  further  held  by  three 
J-inch  transverse  rods  of  iron.  In  addition  to  this,  in  order  to  hold  the  bot- 
tom in  shape  and  prevent  warping,  three  longitudinal  6-inch  strips  are  fastened 
to  the  bottom  by  dovetailing.  These  strips  also  answer  the  purpose  of  saving 
the  table  when  wedging  it,  that  is,  wedges  used  at  the  head  or  foot  are  always 


734 


OBE  DREaaiNQ. 


S  517 


i 


'OITfXQ 


X-OK 


±-fc=t 


1-4 


3 


A* 

O 


6 

Ik, 


tqfBXR 


!t  ft  M 


QUIA  AJnaiOK  fOfg 


099(3  no  jdy 


S 


§  518  AMALGAMATION.  735 

placed  so  as  to  bear  against  these  strips.  The  table  is  ^ell  painted  and  put  to- 
gether with  screws.  The  plate  is  simply  laid  unon  the  table,  fitting  in  a  groove 
on  either  side,  about  room  enough  being  allowed  for  a  sliding  fit  The  sides  of 
the  table,  just  above  the  plate,  are  cauOced  with  oakum  and  two  cleats  fastened 
on,  one  on  each  side.  The  cleats  rest  solid  on  the  plate  and  are  made  wedge- 
shaped,  tapering  from  3^  inches  at  the  bottom  to  nothing  at  the  top  and  ex- 
tending the  whole  height  of  the  side,  which  is  6  inches.  The  upper  end  of  the 
table  extends  back  about  2  inches  under  the  mortar  lip  and  it  is  wedged  tight, 
the  wedges  being  driven  from  under  the  table,  forcing  it  up  against  the  mortar 
lip.  The  lower  end  of  the  table  is  supported  upon  a  strong  wooden  sawhorse, 
wiiich  is  securely  fastened  to  the  floor.  Wedges  on  top  of  this  horse  serve  for 
leveling  the  table  and  adjusting  the  slope. 

In  Mill  86  the  table  is  hung  on  stirrups,  to  be  adjustable  for  different  ores 
(see  Fig.  426).  Louis^^  finds  that  the  upper  ends  of  tables  are  sometimes  hung 
on  rods,  independent  of  the  floor  and  of  the  stamp  mill,  to  prevent  jarring. 

John  Hays  Hammond^^  recommends  cast  iron  tables  for  supporting  the  amal- 
gamated plate.  A  table  of  this  kind,  used  in  Mill  57  for  the  newer  plates,  is 
Siown  in  Fig.  427. 

In  regard  to  the  advisability  of  connecting  the  table  with  the  mortar  or  the 
stamp  frame,  opinions  differ.  The  advocates  for  connection  are  Rickard", 
Mills  68  and  82,  and  the  Haile  Gold  Mine."  The  claim  is  that  the  jar  ob- 
tained assists  the  settling  of  the  gold  and  is  beneficial  to  amalgamation.  The 
opponents  are  Hammond  and  Preston  of  California,  Furman  of  Colorado, 
Hardman  of  Nova  Scotia,  and  Louis,  all  of  whom  claim  that  the  jar  is  injuri* 
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FIG.  426. — STIRRUPS  AT  MILL  86. 
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FIG.  428. — FASTENER    AT    MILL  67. 


ous,  probably  tending  to  form  hard  amalgam.  At  the  trial  of  a  large  steam 
stamp  at  Mill  ^^,  (see  §  122),  the  jar  was  enough  to  cause  amalgam  to  ball  up 
on  the  plates  and  mercury  to  exude  and  run  away.  The  weight  of  the  evi- 
dence appears  to  be  against  the  use  of  vibration  on  plates. 

Extending  across  the  head  of  the  table  over  the  plate,  there  is  generally  a  foot 
board  on  which  the  attendant  may  walk  or  stand  in  looking  after  the  mortar. 

§  518.  Fastening  the  Plates  to  the  Tables. — Plates  as  they  come  to  the 
mill  are  rarely  over  8  or  10  feet  long,  so  that  in  almost  all  of  the  mills  the  amalga- 
mated plates  are  made  up  of  sections,  which  are  laid  either  overlapping  or  with 
butt  joints.  In  the  latter  case  they  are  sometimes  brazed  together  in  one  sheet. 
The  method  of  fastening  down  the  plates  at  Mills  68  and  82  has  already  been 
given.  Mill  67  fastens  the  lower  edge  of  the  plate  by  a  lapping  iron  strip,  (see 
Pig.  428). 

At  Mills  65,  69,  73  and  74  blankets  are  placed  between  the  plates  and  the 
tables.  The  sections  are  laid  with  butt  joints.  On  each  side  of  a  joint  is  a  row 
of  screws  fastening  the  plates  to  the  table,  and  there  are  also  cleats  at  the  sides. 
Copper  screws  are  best  for  this  work,  being  of  the  same  character  as  the  plates ; 
brass  becomes  brittle,  while  irqp  causes  galvanic  action  which  enlarges  the  holes. 
Several  authorities  advise  not  using  screws  at  all,  but  to  have  the  sections  of 
the  plate  overlap  and  fasten  them  down  by  buttons  or  wedges  at  the  sides  so  that 
they  are  easily  removable. 
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§  519.  Position  of  Plates  in  the  Mills. — In  American  mills  outside  plates 
are  almost  universally  placed  just  following  stamps  or  other  fine  crushing  appa- 
ratus^ and  preceding  concentrators.  Mill  86  formerly  used  plates  after  vanner 
and  Gilpin  County  bumping  table^  but  they  are  now  given  up,  having  been 
found  useless.  In  Australian  mills  there  is  considerable  variation  in  the  posi- 
tion of  the  outside  plates,  as  may  be  seen  by  reference  to  Rickard."  In  the  ma- 
jority of  cases,  however,  they  follow  directly  after  stamps. 


TABLE  330. — AlCALGAMATED  PLATES. 
Abbr0TtetfoM.^FtBfeet;  IiLsinches;  No.=iiuinber;  par.aspanllel;  8q.ssaqiiM«. 


Looatlon  of  Plate. 


Kind  of  Plate. 


liength 
Ft.  In. 


Width. 
Indies. 


I 


Area 

of 
Plate. 
Sq.Ft. 


Slope. 


Water 

Pusing 

Over 

Plate 

Mfoute. 
GallonB. 


0 


aflO  On  splash  board SQver  plated. . 

OnmortarUp *' 

Apron  plate 

Next  follow  riffles  conteinlng  mercury. 
87  lon  mortar  Up Isil^er  plated.. 


6.00 
1.06 
8.81 


H 


8.86  each 
8.86  each 


t 


rest  f  ollowB  No.  1  mercury  trap 


lApron 
Isiuioe 
Firsts 
Seoond 


plate. 


saver  plated.. 


1 

•1 

4 

0 

15 

9 

18 

0 

18 

0 

W     6.50      IH      7     8 


Bp]ate(c) 

jFirstsIiiioe  plate  (d).. 
Second  sluice  plate  (d). 


Next  follow  Na  8  mercury  traps  on  six  batteries  and  Nos.  8  and  8  mercury  traps  on  two  batteries. 


66 

48 
84 

48 


18.66 
68.00 
84.00 
48.00 


]1Z 

7     8 

]  2 

7     8 

1 2 

6    67 

^•n 

6     4 

10 

10 
10 
10 
10 


88  JFlrst apron  plate |8l]ver  plated... 

Next  follows  No.  1  mercury  trap. 

Isecond  apron  plate [sUver  plated. . . 

Next  follows  No.  8  mercury  trap. 

|siuice  plate [sUver  plated. . . 

Next  follows  No.  8  mercury  trap. 

|On  vanner  distributors...  .| 

89  IFirst  apron  plate 


4      0 


54 


54 


H 


6.78       1.8      8   40 


8.6 


H        18.00      lA      7    28        88.6 


18 


0^1  f«)<5 


(«)S0 

48 

80 


^ 


4  \(f)  86 
8|to84 


Next  follows  No.  1  mercury  trap. 

|IISS?p'2S?!.^::::::::|::::::::::::::::l« 

Next  follows  No.  8  mercury  trap. 

eolApronplate jSllver  plated. ..  |  16     o| 

Next  follows  No.  1  mercury  trap. 
61   On  splash  board Silver  plated. . 

Apron  plate. * 

Sluice  plate 

On  splash  board 

On  mortar  lip. 

On  distributor 

Next  follows  No.  1  mercury  trap. 

lOn  back  deflector  (h) ISflver  plated. 

lApron  plate I 

Next  follows  No.  8  mercurj;  trap.    The  vanners  have  No.  8  mercni 

68  lon  mortar  Up. 

NOw  1  mercury  trap  between  Up  and  apron  plates. 


0  10    i 

16 

0 

8 

0 

0 

8 

0 

4H 

0 

8 

0     6  I 
8(00  I 


88 
88 
89 
86 

68,1 

86 
86 


1.94  ] 
88.00  I 


nners  have  No.  8  mercury  traps  o 

•I I I I I 


18 
traps  on  their  distributors. 


146 
110 


I  Apron  plate... 
OnmortarUp. 
Apron  plate... 
Next  follows  No.  1  mercury  trap. 
[Nalduioe  plates  (i) | 

Next  f  oUows  No.  9  mercury  trap. 
INo.  8  sluice  plates  (k). 


(.)J8|. 


68.00 
1.66 
8.46 


2» 

'in 


15 
15 


18 


|no'.  8  sluice  plate I I   « 

Next  follows  No.  8  mercury  trap. 
ffAprai plate Sflver plated. .. |   0   11  |  (t*)48 


Each  161 1    80.00  I 

30-18    6.48 


11^1 


Each  7.5) 
16 


8.67 


(b) 


^ 


46.00 
89.00 

n 

8 
7 

£\ 

[  88.8 

8.50 

7.89 

8 

9 

88 

80 



8 

80.88 
86.88 

!« 

7 

4 

8 
46 

80 
80 

6 

64.00 

IH 

7 

8 

16 

8.61 

09.88 
19.88 
8.11 

8 
7 
80 
10 
18 

0 
80 

0 
87 
86 

18 
18 

1.78 
8.11 

10 
10 

H 


1 

4-7 
1 


6     0   Each  88 80.84      IH  \    8    18    Each  7.8      1 


1 
IN 


Neortoomee  a  distributor  with  two  spouts,  one  for  each  sluice  plate,  and  the  pulp  then  passes  over  two 
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V5 


65 


Location  of  Plate. 


Two  parallel  sluioe  plates.  Silver  plated. 


Kind  of  Plate. 


I?t!' 


81      0 


Inches. 


Each  84 


ll 


Area 

of 
Plate. 
Sq.Ft. 


84.00 


Slope. 


Wa 


8   86 


Water 

Passing 

Over 

Plate 

Minute. 
Gallons. 


M 


Next  follows  No.  1  mercury  trap.    There  are  plates  after  the  clean  up  barrel  similar  to  Mill  73. 

«6  I  Apron  plate.. IPlain  copper...!  10     0  1       54    I    A    I    45.00  1    8     I    9    88  I      16.85  1 

jCopper-llned  trough | | | | | | | |      le.gs  | 

Next  follows  No.  1  mercury  trap,  lined  with  copper. 


18 


H 


18.86 


Slukse  plate 8-10 

Next  follows  No.  8  mercury  trapw 

(2)  IPlahi  copper 

lApron  pUte  (n) |  » 

Next  follow  Nos.  1  and  8  merouiy  traps  and  in  the  tail  launder  is  No.  8  trap. 


70 


Silverplated. 


54 

54 


8.80  I 
8.96 
45.00 


H 


4    46 


8    85  I 
8    18 


16.85 


88 


1 


H 


% 


8.85 
84.67 


6.88 
84.07 


«« 


11    46 


0    80 


10 
10 
10 


8^ 
8 


On  mortar  lip., 

Apron  plate. ...  * *^  ...     ^    0"        58 

Ck>pper-lined  launder. . . , 

Ou  vanner  distributors 1    4  48 

Apronplates. Silverplated...     8    0  58 

Next  follows  No.  1  mercuiy  trap. 

71  lOn  splash  board ISHver  plated. . 

Onmortarlip *^         ...I    o     7^1       48    I |     8.60 

lApronplate |  "  „.\    8     5|       46    | |      9.86       1.8  |    5    46 

Next  follows  No.  1  mercury  trap  and  two  steps  covered  with  rubber,  the  later  one  of  which  has  No.  8 
mercury  trap  in  It. 

10     0|Eachl5l I    86.00  1    1.6  1    7   80  I  Each  7.61       m 

8     0|       80^1 1    13.67  1    1.6  1    7    80  I  15    |      0 

Next  follows  No.  8  mercury  trap  and  before  the  vanners  are  No.  4  traps. 
78  On  mortar  lip Plain  copper., 


16 


ITwopar.  No.  1  sluice  plateelSilver  plated. . 
|No.  8  sluice  plate I  '^ 


Next  follows  a  collector,  a  ] 


lApronplate Plain  copper... 

Next  follow  Nob.  8,  4  and  6  mercury  traps. 


ilpe,  and  No.  1  aud  No.  8  mercui 
10     0  I       48 


r  traps. 
H    I    40.00  I 


16.85  (»8ft  5 


1.8       8    10        16.85        (Q) 


n 


4     0  1        18    I I      4.00  1 

(»)  I I    8     6  1        18    I I      8.50  I 

There  are  Nos.  6, 7  and  8  mercury  traps  in  the  tail  launder  of  the  mill. 
78  lon  mortar  lip I  Wooden  board.  I    1     ol I    1     I I 


Then  follows  a  distributor  with  two  spouts,  one  for  each  apron  plate,  and  the  duId  next  nnnnnn  over  two 
back  deflectors,  with  plates  on  them  6  inches  long.  p-w«  "vw  vwv 


74 


Two  par.  No.  1  sluice  plates.  Silver  plated. . . 

Next  follows  No.  1  and  No.  8  mercury  traps. 

No.  8  sluice  plate Silver  plated. 

On  vanuer  distributors. . 

it) 
On  mortar  Up. 


0   Each  84     ^        88.00 


9    88 


SUver  plated... 

M 

Wooden  board. 


8 

1 

18 

15 

(u)0 

(u)l 


18 
48 
18 
18 

(ii)48 

(u)r 


8.00 
6.00 
18.00 
16.00 
8.00 
4.00 


8 

9    88 

iii 

7     8 
7     8 
it) 

il3 

7 

1 

Next  follows  a  distributor  with  two  spouts,  one  for  each  apron  plate,  and  the  pulp  next  passes  over  two 
back  deflectors  with  plates  on  them. 

|rwoparaUelslutoepUte8..jSUverpUted...|  81     6  |Each84|    A    I    80.00  I    8     I    9    15  I I 

Next  comes  a  transverse  collector,  and  thei«  is  No.  1  mercury  trap  before  the  vanners.    There  are  plates 
on  the  vanners  and  after  the  clean  up  barrel,  similar  to  Mill  7a;  ««.    *  «^  •«  |/i»v» 


75  lApronplate. | I    8 

I  Sluice  plate | |  16 

Next  follows  No.  1  mercury  trap. 

76  lOn  splash  board I |    0 

|On  mortar  Up | |    o 

Next  f  oUows  a  back  deflector  of  wood. 
Firstapron  plate I I    8 

Next  follows  No.  1  mercury  trap. 

Second  apron  plate I I    o 

Next  follows  a  back  deflector  of  wood. 


66    I I    10.50  I 


14^1. 


58 


19.88 


8.89  I 
1.81  I 


k\ 


10 
10 


45     0  I 


18.00       8H     10    87 


H 


1.61 
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TABLE  330. — ^AMALGAMATED  PLATES. — Coficluded, 


84 


Third  apron  plate. 

Apron  plate 

On  bed  ot  No.  1  bump  table. 
Next  followB  No.  1  mercury  trap. 

lApron  plates. ISUver  plated... |(i;)8   0  I 

|On  yanner  distributors. ...  I  ^'  ...|    1     4| 


[ 

First  comes  a  distributor. 

I  Apron  plate |sUyer  pUted. .  .|(«)8   0  | 

Next  follows  No.  1  mercury  trap. 

JApron  plate jsuyer plated... |    8     o| 

Next  follows  No.  1  mercury  trap. 

I  After  No.  5  trommel jsilver  plated. . .  |(w)U  0  | 

Next  follows  No.  1  mercury  trap. 


60 
48 


tl 


88.88  1 
5.88 


9   881 


10 


64     86.00      19^      8    18 


H 
H 


84.67 


48.00 


9    80 


«| 


^|10    85  I 


ar  lApron  plates I  Silver  plated...  I I I I 

88  lApron  plates |  •^^      ...18     o|       64    | |    86.00 

Next  follows  No.  1  mercury  trap,  and  on  two  batteries  No.  8  trap. 

(a)  This  mUl  has  double  dischai^e  and  plates  in  the  front  and  rear  of  the  mortar,  (b)  Sf^ash  from  screen* 
(c)  This  is  the  only  plate  after  the  apron  plate  in  two  batteries,  (d)  These  two  plates  follow  the  apron  plate  in 
six  batteries.  («)  46  inches  on  four  batteries,  80  inches  on  four  batteries.  (/)  This  is  narrowed  to  94  inches  at 
the  end.  (g)  This  is  narrowed  to  18  inches  at  the  end.  {K^  These  plates  are  divided  lengthwise  down  the  cen- 
ter and  rest  in  two  boxes,  which  are  removable  and  are  taken  up  when  the  plates  are  cleaned.  (OUade  In 
three  sections.  The  last  section  is  Brussels  carpet.  A  strip  of  wood  is  laid  down  the  center.  (J)  These  are 
two  parallel  plates,  each  in  three  divisions,  the  last  one  of  which  narrows  to  15  inches  (see  Fig  485a).  (fc)  These 
are  two_paralIel  plates,  each  in  three  divisions  (see  Fig.  496a).  (1)  This  is  between  the  screen  and  the  mortar 
lip  (see  Fig.  429X  (m)  This  is  a  back-deflecting  quadrant  plate,  being  a  quadrant  of  a  cylinder  with  6-h>ch 
radius  (see  Fig.  499).  (n)  The  upper  end  of  the  apron  plate  is  turned  up  one  inch  under  the  mortar  lip,  but 
does  not  come  in  contact  with  itL  (o)  7U  inches  from  screen;  19^  inches  from  splash  board,  (p)  Seven  bat- 
teries have  8inch  drop  and  one  has  5-inch  drop,  (q)  0 at  the  start;  ^ inch  at  middle,  (r)  First  plate  after 
clean  up  barrel.  («)  Second  plate  after  clean  up  barrel,  (t)  This  is  between  the  screen  and  mortar  lip  and  is  a 
curved  convex  plate  in  the  form  of  a  quadrant  of  a  cylinder.  •  (ii)  Approximately,  (v)  Divided  Into  two  sec- 
tions of  4  feet  each,    (to)  Divided  into  two  sectiona 

The  location  of  outside  plates,  together  with  their  dimensions,  and  the  points 
at  which  they  are  interrupted,  is  shown  in  Table  330.  For  the  corresponding 
inside  plates  the  reader  is  referred  to  §  161,  and  for  the  traps  to  §  546  et  seq. 
With  a  few  exceptions  they  all  come  under  one  of  the  following  heads: 

(a)  Splash  plates  or  plates  on  the  splash  board. 

(6)  Lip  plates  or  plates  on  the  mortar  lips  or  mortar  aprons. 

(c)  Apron  plates  or  the  wide  plates  that  are  disconnected  with  the  mortar. 

(d)  Sluice  plates  ^hich  are  narrow  plates  usually  following  the  apron  plates. 

(e)  Shaking  plates  including  plates  on  the  vanner  distributors. 

Splash  plates  were  found  in  only  five  out  of  27  mills.  The  catching  of  gold, 
especially  if  fine,  on  them,  is  favored  by  the  fact  that  the  pulp  impinges  upon 
them.  Their  width  is  such  as  to  extend  across  the  mortar.  Their  len^h,  how- 
ever, is  short,  only  from  8  to  14  inches.  According  to  Adams*,  the  importance 
of  a  splash  plate  as  a  gold  catcher  is  underestimated.  He  recommends  that  it 
be  supported  upon  the  table  and  not  on  the  mortar;  that  the  slope  be  over  45° ; 
that  the  bottom  be  at  least  an  inch  below  the  bottom  of  the  screen  and  the  space 
at  the  bottom  between  it  and  the  screen  frame  be  not  over  J  inch  in  order  that 
it  shall  receive  all  the  splash. 

lAp  plates  were  found  in  12  out  of  27  mills.  It  is  on  these  that  the  greater 
part  of  the  pulp  falls  from  the  screen,  and  consequently  more  gold  is  caught 
here  than  on  an  equal  length  of  any  of  the  following  plates.  Their  length  is 
necessarily  short,  3  to  18  inches,  while  their  width  is  the  length  of  the  mortar. 
In  Mill  74  it  will  be  noticed  that  the  pulp  from  the  screen,  before  it  reaches  the 
lip,  first  falls  over  a  plate  about  6  inches  long  bent  in  the  form  of  a  quadrant 
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of  a  cylinder  with  its  conyex  side  up.  In  Mill  67  the  mortar  lip  is  so  low  that 
the  plate  is  2  inches  below  the  lower  edge  of  the  screen  frame  being  fastened 
to  the  chuck  block  by  two  bands  of  iron  (see  Fig.  429). 

Apron  Plates. — The  term  apron  plates,  as  used  by  the  author,  will  include 
those  plates  which  come  next  to  the  mortar  and  are  of  a  width  about  equal  to 
the  length  of  the  mortar ;  also  all  subsequent  plates  which  are  no  narrower  than 
the  first  apron  plate.  Apron  plates  occur  in  all  the  mills  except  73  and  74- 
Their  len^h  varies  from  10  inches  in  Mill  56  to  16  feet  in  Mills  60  and  61, 
and  their  width  from  46  inches  in  Mill  71  to  ^6^  inches  in  Mill  64.  In  some 
mills  they  are  narrowed  at  their  lower  end  to  the  width  of  the  sluice  plates. 

Sluice  Plates, — There  is  a  looseness  in  the  use  of  the  terms  apron  plate  and 
sluice  plate,  but,  as  used  by  the  author  in  conformity  with  the  custom  in  a  ma- 
jority of  the  mills,  sluice  plates  are  those 
that  are  narrower  than  the  length  of  the 
mortar,  or  than  the  plates  preceding. 
Sluice  plates  were  found  in  11  out  of 
27  mills.  Their  length  varies  from  3  feet 
8  inches  in  Mill  64  to  22  feet  in  Mill 
73.  The  width  varies  from  12  inches  in 
Mill  73  to  48  inches  in  Miill  57.  In 
Mills  64,  66,  71,  73  and  74,  there  are  two 
sluice  plates  side  by  side,  which  axe  equiv- 
alent to  one  wide  plate.  They  enable  the 
attendant  to  run  the  whole  pulp  over  one 
while  the  other  undergoes  the  daily  dress- 
FiG.    429. — FIRST    PLATES    oif       iug  and  cleaning. 

MILL  67.  As  sluice  plates  narrow  the  stream  of 

pulp,  they  are  now  generally  condemned 
by  the  authorities.  The  mills  using  them  are  in  the  minority  and  the  tendency 
is  to  do  away  with  them.  Mill  60  is  a  new  mill,  and  has  no  sluice  plates.  Mill 
67  has  put  in  a  new  arrangement  on  two  batteries,  namely  a  very  wide  sluice 
plate  after  the  apron  plate;  the  old  arrancement,  still  used  on  six  batteries,  ia 
two  sluice  plates  in  series,  the  first  of  which  is  narrow  while  the  second  is  wide. 
The  first  arrangement  does  better  work,  even  though  its  total  plate  area  is 
slightly  less  than  that  of  the  second. 

According  to  Rickard,  it  is  best  to  have  all  the  plates,  from  beginning  to  end, 
of  the  same  width,  which  width  should  be  slightly  greater  than  the  length  of 
the  screen  discharge.  If  much  wider,  it  is  difiicult  to  get  good  distribution. 
If  narrower,  the  current  becomes  deeper  and  swifter,  more  eddies  are  formed, 
and  the  wave  effect  is  somewhat  broken ;  all  of  which  have  the  ultimate  effect 
that  the  catching  of  gold  is  hindered.  The  arrangement  used  in  Mill  76  (Table 
330^  appears  to  the  author  to  be  very  satisfactory. 

Shaking  Plates. — The  old  scheme  of  using  plates  mounted  on  a  shaking  table 
was  found  only  at  the  Mayfiower  mill  in  Colorado  which  used  shaking  amal- 
gamated copper  riffle  plates  supplied  with  an  electric  current.  Shaking  plates 
10  feet  long  and  48  inches  wide  were  formerly  used  at  Mill  67,  where  they  were 
said  to  save  $60.00  per  day,  after  the  sluice  plates,  but  were  given  up,  the  idea 
being  that  probably  what  ttiey  saved  would  be  caught  by  the  vanner.  What  are 
in  effect  shaking  plates  are  made  by  putting  plates  on  the  distributors  of  the 
vanners.  This  was  observed  in  6  out  of  27  mills  of  Table  330.  Experience 
shows  that  shaking  plates  will  save  some  gold  and  amalgam  which  has  passed 
the  stationary  plates,  the  amount  depending  upon  the  ore  and  the  manner  in 
which  it  is  treated.    This  is  due  not  only  to  the  settling  of  tiie  gold  directly 
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bv  the  shaking  motion,  but 
alBO  to  the  diminished  slope 
which  is  used.  They  are 
mounted  on  suspended  or 
movable  frames,  and  may.  have 
either  a  side  or  an  end  shake. 
For  the  former,  McDermott  & 
Duffield^^  recommend  180  to 
200  throws  per  minute  of  1 
inch  each;  for  the  latter,  Pres- 
ton'* gives  200  throws  per  min- 
ute of  f  inch.  Snyder**  rec- 
ommends gyrating  plates  as 
giving  better  contact  than 
either  side  or  end  shaking 
plates.  Such  plates  were  for- 
merly used  by  the  Ottawa  Gold 
Mining  and  Milling  Co.,  at 
Keewatin,  Ontario,  but  were 
given  up  on  account  of  fre- 
quent breaks  and  imsatisfac- 
tory  results. 

Mill  77  uses  a  thin  amal- 
gamated copper  plate  on  the 
surface  of  No.  1  bumping  ta- 
ble. This  is  cleaned  every  two 
months  and  yields  1  ounce  of 
iamalgam  with  a  much  higher 
proportion  orf  silver  to  gold 
than  the  average  of  the  mill. 
This  copper  plate  lasts  only 
one  or  two  ypars,  but  will  more 
than  pay  foi*  its  renewal  when 
worn  out,  by  its  gold  and  silver 
value. 

Miscellaneous  Plates .  — 
There  are  a  few  plates  in  the 
mills  which  are  not  included 
in  the  five  preceding  classes. 
Plates  are  used  in  several  mills 
after  the  clean  up  barrel, 
among  which  are  65,  72,  73 
and  74 ;  in  Mill  66  as  lining 
for  the  No.  1  mercur3r  trap ;  in 
Mills  66  and  68  as  lining  for 
launders;  in  Mill  67  as  a 
curved  quadrant  plate  (see 
Fig.  429),  the  first  object  of 
which  is  to  distribute  the  pulp 
on  the  apron,  but  it  is  a  saver 
of  gold  and  merdury  to  a  con- 
siderable extent;  in  Mills  62, 
65,  73  and  74  on  back  deflect- 
ors.     This    use    of    back    de- 
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fleotors,  witli  plates  on  them^  shown  also  in  Fig.  431a,  shortens  np  the  length  of  the 
table  and  makes  the  plates  compact,  but  it  lac&  simplicity. 

Swinging  plates  in  sluices  have  been  used  to  catch  float  gold.  They  are  curved 
pieces  of  amalgamated  plate  extending  the  full  width  of  the  sluice  and  suspended 
from  above  so  as  to  be  partially  submerged,  with  the  concave  side  toward  the 
coming  stream. 

§  520.  Arrangement  op  Plates. — The  arrangement  of  the  plates  with  the  dis- 
tributors and  traps  varies  greatly  in  the  mills,  from  a  simple  arrangement  con- 
sisting of  a  large  apron  plate  followed  by  a  mercury  trap,  in  Mills  60,  70,  84,  85, 
87  and  88,  to  the  more  complicated  arrangements,  such  as  Mill  62,  which  has  five 
separate  plates  with  mercury  traps  and  back  deflectors  interspersed.  The  ar- 
rangement in  Mill  67  has  already  been  shown  in  Fig.  429,  that  of  Mill  64  in  Figs. 
425a  and  4256,  and  that  of  Mill  57  for  the  new  scheme,  in  Fig.  427.     An  arrange- 
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FIG.  431a. — ^elevation  of  plates  in  the  qoveb  mill. 
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FIG.  432. — Clayton's  scheme  of 
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FIG.  4316. — plan. 


ment  used  in  the  Cross  mill,  Colorado,  with  a  Tremain  steam  stamp,  is  shown  in 
Fig.  430,  and  another  of  the  Gover  mill,  California,  in  Figs.  431a  and  4316. 
Australian  mills,  as  a  rule,  have  their  plates  considerably  broken  up  by  mercury 
wells  and  traps. 

One  large  plate,  like  that  in  the  six  mills  cited  above,  has  the  advantage  that 
it  is  easily  cared  for,  but  it  lacks  a  very  important  aid  to  the  catching  of  amal- 
gam, viz. :  the  Use  of  steps  or  drops  along  the  line  of  plates  so  that  the  pulp  falls 
upon  the  head  of  a  plate  from  a  height  of  not  over  2^  inches.  These  cause  many 
of  the  particles  of  float  gold  to  come  into  contact  with  the  surface  of  the  plate  and 
be  saved.  They  also  serve  an  additional  purpose  to  that  of  simply  catching  amal- 
gam, inasmuch  as  they  act  as  very  efficient  distributors  for  the  pulp,  so  that  the 
motion  of  the  pulp  is  that  of  regularly  recurring  waves  which  help  and  assist 
amalgamation  by  rolling  over  the  sands.    This  breaking  up  of  apron  plates  and 
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sluice  plates  into  overlappping  sections  also  allows  them,  in  many  cases,  to  be 
easily  removed  and  interchanged,  which  makes  it  easier  to  keep  the  whole  line 
of  plates  in  good  condition. 

The  amount  of  the  drop  is  very  important;  if  too  mnch,  the  falling  sand 
very  soon  scours  away  the  amalgam  on  the  plate,  exposing  the  red  copper  and 
completely  undoing  the  work  which  the  drop  was  intended  to  perform.  When 
the  drop  is  right,  however,  tiie  amalgam  will  build  up  under  the  stream  more 
than  at  any  other  place.  As  shown  in  Table  330,  the  height  of  fall  exceeds  2^ 
inches  only  in  a  few  instances,  and  the  average  is  not  far  from  2  inches.  In 
Mill  72,  on  seven  batteries  where  the  pulp  fell  8  inches  upon  the  lip  plate  it  had 
cut  holes  entirely  through  the  copper,  while  on  one  battery,  where  the  drop  was 
only  6  inches,  the  cutting  did  not  occur.  Mill  76  has  studied  this  question  and 
advocates  that  pulp  be  never  run  over  3  feet,  or,  better,  2  feet,  without  allow- 
iiig  it  to  drop.  In  this  mill,  where  the  pulp  drops  \  inch  from  the  lip  to  the 
apron  plate,  the  amalgam  builds  up  ten  times  as  much  as  anywhere  else. 

A  scheme  of  drops  favored  by  Mr.  J.  E.  Clayton*%  is  to  drop  the  pulp  upon 
the  plates  through  sheet  iron  distributors  a  punched  with  i-inch  holes  with  the 
buhr  left  on  (see  Fig.  432).  He  found  that  if  the  fall  was  too  great,  the 
streams  cut  holes,  and  if  too  small  it  built  stalagmites.  He  preferred  1^ 
indies  drop.  He  recommends  short  plates,  as  the  main  catch  takes  place  under 
the  distributor.  Under  ordinary  conditions,  three  short  plates  were  suflScient, 
but  where  the  gold  is  fine  and  di£Scult  to  amalgamate  the  number  may  be  in- 
creased. 

Louis  Janin,  Jr.,*  holds  that  the  use  of  drops  is  unnecessary,  and  that  it 
is  better  to  employ  a  straight  run  of  plates  of  large  area  which  will  effect  as 
high  a  saving  as  with  the  use  of  drops. 

§  521.  DiSTRiBUTOBS  AND  COLLECTORS. — The  distributbrs  and  collectors  used  in 
the  arrangement  of  plates  merit  a  little  attention.  As  their  name  implies, 
the  distributors  serve  first  to  distribute  the  pulp  evenly  over  the  plates.  They 
may  also  serve,  second,  as  a  means  of  cutting  out  one  side  of  a  plate  in  mills 
where  double  plates  are  used;  and,  third,  as  a  mercury  trap. 

The  distributing  arrangement  in  Mill  71  is  quite  elaborate.  The  pulp 
from  the  apron  plate  passes  through  No.  1  mercury  trap  and  then  over  two 
steps.  These  steps  are  IJ  and  3|  inches  high  respectively,  and  are  covered  with 
rubber.  It  then  passes  over  No.  2  mercury  trap  and  over  an  inclined  surface 
one  inch  long  to  the  sluice  plates. 

In  Mill  72  a  transverse  collecting  launder  follows  the  lip  plate.  The  pulp 
then  passes  through  a  2i-inch  pipe,  on  the  end  of  which  is  a  T,  both  branches 
of  which  deliver  into  No.  1  mercury  trap.  This  pipe  arrangement  gives  free 
access  to  the  front  of  the  mortar  for  cleaning  up. 

Mills  65,  73  and  74  have  a  transverse  trough  at  the  end  of  the  lip  plate. 
The  trough  has  two  holes  about  3  inches  diameter  in  it,  each  a  quarter  of  the 
distance  from  either  end.  Each  half  of  the  trough  drains  toward  its  hole. 
When  it  is  desired  to  clean  one  side  of  the  No.  1  sluice  plates,  one  hole  is 
plugged  and  the  pulp  all  passes  out  of  the  other.  Each  spout  delivers  over  a 
back  defiecting  plate,  about  5  inches  long  to  the  head  of  the  No.  1  sluice  plates. 
The  trough  is  11  inches  wide  in  Mill  73,  and  6  inches  wide  and  6  inches  deep 
in  Mill  65.  Mill  84  has  a  distributor  before  its  plates,  which  consists  of  a  trans- 
verse trough  48  inches  long  12  inches  wide,  with  24  holes  \  inch  diameter  in  its 
front  side  1  inch  above  the  bottom. 

Distributors,  which  also  serve  as  mercury  traps,  are  described  under  that  head. 
See  §  546  et  seq. 

The  use  of  plate  distributors  is  shown  in  Figs.  431a  and  4315^  where  the  pulp 
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from  the  apron  flows  over  a  trough,  and  then  over  two  distributors  of  copper 
plate  punched  with  holes  1  inch  apart  to  break  up  and  distribute  the  pulp  to  the 
sluice  plates.  Another  one,  shown  in  Fig.  437  of  the  South  Clunes  United  mill, 
consists  of  a  perforated  iron  plate  1  foot  wide,  ^  inch  thick  and  extending 
along  the  face  of  two  batteries.  The  holes  in  it  are  ^  inch  diameter  and  are 
1  inch  center  to  center,  arranged  in  squares.  It  distributes  over  the  apron  lead- 
ing to  mercury  wells. 

§  522.  Total  Dimensions,  Area,  and  Thickness  op  Plates. — The  width  of 
plates  has  already  been  discussed  under  sluice  plates,  S  519. 

The  total  length  of  plates  may  be  obtained  from  Table  330,  It  is  perhaps  the 
most  important  single  dimension  to  be  considered  in  designing  plates  for  a  mill, 
but  it  would  seem  better  to  use  area  instead  of  length  as  the  basis  of  computa- 
tion. 

The  total  plate  area  of  a  mill  should  be  sufiicient  to  catch  practically  all  of 
the  free  gold.  With  an  excess  of  area  it  is  difficult  to  keep  the  last  plates  in 
good  condition,  owing  to  the  very  small  amount  of  gold  caught  upon  them.  It 
is  better  to  have  an  excess  than  an  insufficiency,  however.  The  areas  of  the  in- 
dividual plates  given  in  Table  330  have  been  summed  up  and  the  total  plate 
area  of  each  mill  is  given  in  Table  331. 


TABLE  331 

. — ^TOTAL  AREAS  OP  OUTSIDE  PLATES. 

Mill  No. 

Area  of  Plates. 

MUl  Na 

Area  of  Plates. 

BfiU  No. 

AreaofPUtes. 

MiUNo. 

Area  of  Plates. 

66    .     . 

Square  Feet 

(  88.16 
1  »7.16 
1  74.26 
1   67.86 

88.84 

64.00 

61 

63 

68 

64 

66 

66 

67 

Square  Feet. 

87.01 

65.00-h 

67.38 

87.674- 

68.254- 

51.85 

68 

Square  FeeL 
42  86 
84.07 

78 

Square  FeeL 
66.84 

70 

77 

48.004- 
W.66 

67 

71 

80.48H 
40.00 
108.00- 
92.00- 

: 

88 

78 

84 

86.00 

68 

78 

86 

84.67 

GQ 

74 

86 

48.00 

<I0 

75 

29.88         1 

88 

86.00 

1 

The  area  to  be  used  will  vary  with  the  conditions.  Where  the  gold  is  coarse, 
the  area  may  be  less  than  where  the  gold  is  fine.  Note  the  small  plate  area  in 
Mill  56,  which  treats  ore  containing  coarse  gold.  Where  inside  amalgamation 
is  practiced,  the  area  need  not  be  so  large  as  where  all  the  gold  is  caught  outside. 
Where  narrow  sluice  plates  are  used,  the  area  needs  to  be  greater  than  with 
wide  apron  plates...  Where  there  are  numierous  drops  in  the  line  of  plates,  the  area 
of  the  plates  may  be  lessened.  The  areas  shown  in  Table  331  vary  from  9.76 
square  feet  in  Mill  66  to  102  square  feet  in  Mill  73.  The  average  of  the  26  mills 
is  about  66  square  feet.  In  this  connection  it  is  well  to  keep  in  mind  the  fact 
that  there  are  certain  standard  sizes  made  in  rolling  copper  plates,  and  it  is  less 
expensive  to  arrange  to  use  plates  of  corresponding  sizes  in  the  mill  rather  than 
to  use  such  sizes  as  will  necessitate  cutting  and  waste. 

The  thickness  of  plates  as  shown  in  Table  330  is  generally  |  inch.    In  Mill 

66  it  is  as  high  as  tV  inch,  and  in  Mills  65,  73  and  74  as  low  as  -fu-  inch.  The 
thicker  they  are  the  less  liability  there  is  of  serious  denting  from  articles  fall- 
ing on  them. 

§  523.  Slope  of  Plates. — ^The  slope  of  plates  is  a  very  important  adjustment. 
If  they  are  too  steep,  the  pulp  rushes  over  them  too  rapidly,  and  the  gold  and 
amalgam  have  less  opportunity  to  settle  and  adhere.  Furthermore,  the  amal- 
gamated surface  will  be  scoured  oflF.  If  they  are  not  steep  enough,  then  sul- 
phurets  will  deposit  on  the  plate  and  reduce  its  working  area.  The  plates  should 
be  perfectly  level  from  side  to  side.  The  slope  should  be  made  adjustable,  al- 
though this  is  seldom  done  in  the  mills ;  the  idea  being,  perhaps,  that  some  stability 
and  simplicity  are  sacrificed  by  so  doing.     By  using  a  table  similar  to  that  of  Mill 

67  previously  described  (see  §  517),  it  seems  that  these  difficulties  are  overcome. 
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As  shown  by  Table  330,  the  slope  varies  from  1  inch  per  foot  or  4**  46'  in  Mills 
56,  59  and  66,  to  2^  inches  per  foot  or  11°  46'  in  Mill  68.  There  are  a  few  plates 
that  come  outside  of  these  limits,  but  they  are  short  plates  on  mortar  lips,  or  on 
deflectors.     According  to  Preston*",  as  low  as  \  inch  is  sometimes  used. 

The  slope  to  be  used  depends  upon  the  following  conditions,  other  things  be- 
ing equal  in  each  case.  More  slope  is  required  for  an  ore  with  a  large  amount 
of  sidphurets  than  one  with  a  small  amount.  More  slope  is  required  for  a  bat- 
tery with  a  high  crushing  capacity  than  for  one  with  a  low  capacity.  An  ore 
coarsely  crushed  requires  more  slope  than  an  ore  finely  crushed.  A  wide  plate 
requires  more  slope  than  a  narrow  one^  as  the  water  is  spread  out  in  a  thinner 
layer  on  the  former  and  its  carrying  power  is  consequently  lessened.  In  chang- 
ing from  wide  to  narrow,  unless  the  slope  is  reduced  on  the  narrow  plate,  there 
will  be  a  tendency  for  it  to  be  scoured.  Mill  58  may  be  an  example  of  this, 
where  for  sluice  plates  46  inches  wide,  a  slope  of  8°  is  required,  while  for  sluice 
plates  29  inches  wide,  7**  35'  is  sufficient.  This  principle  is  not  followed  by  all 
the  mills  in  the  table,  as  some  have  the  same  slope  on  both  wide  and  narrow  plates 
and  one.  Mill  71,  has  a  greater  slope  on  the  narrow  sluice  plates.  Shaking 
plates  or  plates  on  the  distributors  of  vanners  require  less  slope  than  fixed  plates. 
Thus  in  Mill  57  a  shaking  plate  which  was  formerly  used  had  a  slope  of  only  1^ 
inches  per  foot,  while  the  apron  plate  had  1^  inches.  A  short  plate  with  the 
pulp  falling  upon  its  head  requires  less  slope  than  longer  plates,  as  the  pulp  ac- 
quires a  certain  acceleration  by  its  fall  which  helps  to  carry  it  over  the  plate. 
The  greater  the  quantity  of  water  used,  the  less  will  be  the  slope  required.  It 
is  generally  considered  better  to  use  only  as  much  water  as  is  absolutely  nec- 
essary to  cover  the  whole  width  of  the  plate  and  make  the  pulp  sufficiently  di- 
lute, and  have  a  moderately  high  slope  corresponding,  than  to  use  a  flood  of 
water  and  a  low  slope.  Mill  69  found  that  with  an  ore  containing  10%  sul- 
phurets,  a  slope  of  2  inches  per  foot  was  better  than  1|  inches,  as  it  required 
less  water  to  keep  the  plates  clear.  With  the  slope  of  IJ  inches  more  water  was 
used  than  was  necessary  for  the  vanners,  and  even  then  there  was  a  slight  ten- 
dency to  deposit  sulphurets. 


TABLE  332. — SLOPE  OP  PLATES  IN  AUSTRALIAN  MILLS. 


Kam«  of  HUl. 


New  Star  of  tbe  Bast.. . . 

Okl  Suur  of  the  East 

BrittaniA  United 

HanietTllle 

Oriental 

Old  Fortuna 

New  Fortuna 

Pearl 

New  Chum  OoniioHdatfld 


Location. 


Slope  of  Plates. 

Inches 

per  Foot. 


Ballarat 

Ovens  District.' 
Bendigo 


Water  per  Bat- 
tery per  Hinute 
Oallons. 


26 

96 
90 


SIM 


Table  332,  obtained  from  Rickard^',  shows  that  out  of  9  Australian  mills,  5 
have  a  slope  of  1  inch  or  less  per  foot  and  use  all  the  way  'from  20  to  37^  gal- 
lons of  water  per  battery  per  minute.  None  of  the  American  mills  which  have  a 
slope  of  2  inches  or  over  per  foot  in  Table  330,  use  more  than  20  gallons  of 
water  per  battery  per  minute. 

Sperry^  reports  that  in  using  a  Tremain  steam  stamp  on  an  ore  containing 
a  large  proportion  of  oxides  of  iron  and  manganese,  it  was  necessary  to  use  as 
much  as  3,000  gallons  of  water  per  ton  of  ore  to  keep  the  plates  clear,  when  they 
sloped  li  inches  per  foot.  This  was  reduced  to  1,000  or  1,200  gallons  by  in- 
creasing the  slope  of  the  plates  to  2  inches  per  foot. 

It  may  be  noted  in  this  connection  that  Mill  64  (Figs.  425a  and  4255)  and 
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the  Cover  mill  have  a  water  trough  running  crosswise  over  the  head  of  the 
plates  for  supplying  additional  water  if  desired.  This  water,  falling  on  the 
plate,  retards  the  pulp  at  the  point  where  it  strikes  and  helps  to  catch  the  gold. 

The  rule  which  appears  to  be  generally  followed  in  adjusting  to  get  the  best 
slope,  is  to  make  it  as  small  as  possible  without  allowing  sulphurets  to  deposit. 

Adams*  advocates  a  radical  departure  in  regard  to  slope.  He  holds  that  the 
slope  of  plates  should  never  be  less  than  2^  inches  per  foot  (11**  46'),  be- 
cause in  that  case  an  excess  of  water  will  be  required  to  keep  all  the  pulp  mov- 
ing, and  then  the  water  will  be  so  deep  that  fine  gold  will  be  held  in  suspen- 
sion and  may  not  touch  the  plates.  A  slope  below  2^  inches  also  allows  too 
much  quicksilver  to  be  used,  making  the  amalgam  so  soft  that  there  is  more 
tendency  for  it  to  be  carried  oflE  the  plate  and  cause  a  loss  of  gold.  The  corol- 
lary of  the  above  is  that  it  would  not  be  wise  to  increase  the  slope  beyond  that 
necessary  to  reduce  the  water  to  the  minimum  favorable  for  stamping. 

§  624.  Speed  of  Waves  and  Thickness  of  Film. — When  the  slope  is  right, 
the  pulp  covers  the  whole  plate  and  flows  down  in  a  series  of  waves  which  roll 
the  grains  in  the  pulp  over  and  over,  and  give  them  an  opportunity  to  come 
in  contact  with  the  surface  of  the  plate.  The  speed  of  these  waves  is  an  indi- 
cation of  correct  adjustment.  A  few  figures,  which  the  author  obtained  from 
the  mills,  are  given  in  Table  333. 

TABLE  333. — SPEED  OP  WAVES  ON  PLATES. 


Hill  Number. 

Kind  of  Plate. 

Length. 

Time  for  Wave  to 
Traverse  It. 

Velocity  of  Wave 
per  Second. 

(jl 

Apron  plate 

Feet    Inches. 
16             0 
8             0 

21  0 

10             0 
8             0 

22  0 
21              6 

Seconds. 
0 

J  Ated5e,8..  

Inches. 
82 

61 

Sluice  platee 

24 

SR 

42 

67 

Apron  plate 

1  At  middle,  11 

5 

(a)  8 

22.9 
24 

08 

Apron  plate 

42.7 

78 

No.  1  sluice  pUtes 

Sluice  plates 

88 

74 

mi 

(a)  Some  traveled  in  6  seconds  at  the  middle,  making  their  velocity  48  inches  per  second,  due  to  the 
concave  form  already  noted  in  1 617. 

This  table  brings  out  the  fact  that  the  total  range  of  velocity  of  waves  (not  of 
the  pulp)  is  only  from  about  23  to  42  inches  per  second.  The  most  rapid  is 
Mill  68,  which,  as  previously  shown,  has  also  the  steepest  sloping  plates  found 
in  the  mills  visited. 

The  thickness  of  the  film  was  taken  on  each  of  a  pair  of  sluice  plates  in 
Mill  65.    The  results  are  shown  in  Table  334. 


TABLE  334.^HIOKNESS  OP  PILM  ON  PLATES  OP  MILL  66. 

At  Upper  End  of 
One  Plate. 

At  Lower  End  of 
One  Plate. 

At  Upper  End  of 
Otter  Plate. 

At  Lower  End  of 
Other  Plate. 

Thickness  in  inches 
at  crest  of  wave... 

Thickness  in  faiches 
at  trough  of  wave.. 

At  edge. 
[  0.190 

I  O.m 

At  center. 
0.186 

0.140 

At  edge. 
0.078 

0.046 

At  center. 
O.OM 

0.014 

At  edge. 
O.IOS 

0.078 

At  center. 
0.064 

0.0G2 

At  edge. 
0.110 

0.040 

At  center. 
0.160 

0.080 

The  shape  of  the  wave  on  the  plate  first  measured  is  shovm  in  Fig.  433,  and 
the  points  of  measurement  are  shown  by  the  two  crosses.  Similarly  the  shape 
of  the  wave  at  the  lower  end  of  the  other  plate  is  shown  in  Pig.  434.  The  table 
shows  that  as  a  rule  the  film  on  these  plates  is  thicker  at  the  edge  than  at  the 
center  of  the  plate.  This  agrees  with  the  fact  that  the  wave  in  this  mill  travels 
nearly  twice  as  fast  at  the  edges  as  at  the  center.  The  thinner  the  film,  the 
greater  is  the  retardation.     In  most  mills,  however,  the  wave  is  faster  at  the 
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FIG.  434. 


center  and  the  film  thickness  would  consequently  probably  be  greater  at  the 
center.  The  table  also  indicates  that  the  film  is  thinner  at  the  lower  end  of  the 
plate  than  at  the  upper  end,  probably  owing  to  the  fact  that  the  pulp  increases 
in  velocity  as  it  flows  over  the  plate. 

§  525.  'Matebials  of  the  Plates. — Amalgamated  plates  may  be: 

Copper  coated  with  quicksilver. 

Copper  coated  with  silver  amalgam  or  gold  amalgam. 

Copper  plated  with  silver  and  coated  with  quicksilver. 

Muntz  metal  (copper  60%,  zinc  40%)  coated  with  quicksilver. 

Pure  sheet  silver  coated  with  quicksilver. 

Bough  board  covered  with /amalgam. 

In  addition  to  the  above,  surfaces  of  blanket  or  carpet  are  used  to  catch  gold 
and  amalgam,  but  these  cannot  strictly  be  called  amalgamated  plates. 

Quality  of  the  Copper  for  Plates, — ^Whether  plain  copper  or  silver  plated  cop- 
per plates  are  used,  only  the  purest  and  softest 
annealed  Lake  Superior  or  electrolytic  copper 
should  be  employed.  Annealing  is  necessary 
to  soften  up  the  hard  skin  formed  by  rolling 
and  to  make  the  copper  porous  for  receiving 
the  mercury.  If  the  mill  man  is  unable  to  pur- 
chase a  copper  plate  already  annealed,  the  an- 
nealing may  be  done  as  follows :  the  plate  with 
the  face  to  be  amalgamated  uppermost,  is  sup- 
ported a  short  distance  from  the  ground,  pref- 
erably upon  a  layer  of  sand  on  an  iron  plate. 
A  fire  of  shavings  and  chips  is  built  beneath  and 
over  hot    enough    to    char    sawdust    or    a    piece    of 

then  allowed  to  cool  slowly  or  it  may  be  chilled  at  once  in  water;  It  matters 
not  which  method  is  used  so  far  as  the  annealing  is  concerned,  but  thei  slow  cool- 
ing will  probably  yield  the  truer  surface.  This  heating  softens  up  the  surface, 
making  it  porous,  and  removes  all  the  stresses  due  to  rolling.  If,  after  anneal- 
ing, the  plate  is  warped  or  buckled,  it  is  laid  upon  its  table  and  trued  up  by  light 
blows  with  mallet  and  wooden  block. 

Plain  Copper  Plates  coated  with  Quicksilver  are  used  in  Mill  66*  and  on  the 
first  8  feet  of  plates  in  Mills  65,  73  and  74.  A  surface  of  copper  amalgam  is 
formed  on  such  plates,  which  is  a  poorer  catcher  of  gold  than  either  gold  or  silver 
amalgam,  and  as  a  consequence  it  is  necessary  to  run,  say,  100  tons  of  ore  over 
tiie  plates  before  they  have  become  sufficiently  charged  with  gold  amalgam  to  be 
^ooa  catchers  of  gold.  The  extra  amount  of  gold  lost  with  this  100  tons  of  ore 
18  partly  due  to  what  escapes  into  the  tailings  and  partly  to  what  is  absorbed  into 
ihe  plate.  To  this  phenomenon  has  been  given  the  name  the  new  plate  error. 
Mills  65,  73  and  74  rely  upon  the  later  silver  plated  plates  and  on  the  vanners  to 
save  any  loss  from  the  new  plate  error. 

Plain  Copper  Plates  coated  with  Amalgam  are  used  in  Mills  67  and  77.  The 
author  is  in  doubt  whether  Mill  72  belongs  to  this  class  or  to  the  preceding.  By 
the  painting  on  of  a  thin  coating  of  gold  or  silver  amalgam,  the  plate  becomes 
a  good  catcher  of  gold  from  the  start  and  the  new  plate  error,  which  occurs  with 
plain  copiper  coated  with  quicksilver,  is  avoided.  Begarding  the  relative  merits 
of  gold  and  silver  amalgam,  the  author's  experience  on  test  runs  places  the  catch- 
ing power  of  the  latter  very  high.  Authorities  (Keith**®,  Louis*^  Bickard") 
however  claim  that  a  plate  covered  with  gold  amalgam  catches  gold  better 
than  one  covered  with  silver  amalgam. 

Silver  Plated  Copper  Plates  coated  with  Mercury  are  used  in  19  mills  (see 

*  Since  writing  the  above,  silver  plated  plates  have  been  introduced. 
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Table  330).  The  mercury  unites  with  the  silver  and  forms  a  coating  of  silver 
amalgam,  thereby  avoiding  any  new  plate  error.  The  amounts  of  silver  used  per 
square  foot  and  the  time  intervals  between  replating  are  shown  in  Table  335. 

TABLE  335. — SILVER  PLATING. 


MiU  Number. 

Amount  of  Silver  Used 
per  Square  Foot. 

Interval  of 
Replariog. 

MiU  Number. 

Amount  of  SUVer  Used 
per  Square  Foot. 

Interval  of 
Replating. 

66 

OuDoes. 
8 

1 

MoDcbs. 
18 

68 

OuDoeB. 

¥ 

1 
1 

Montba. 
Never. 

67 

11 

18 

68 

18 

78 

60 

74 

60 

as 

Never. 

61 

84  to  86 

8  to  18 

84 

62 

a6 

66 

Five  use  one  ounce  per  square  foot,  one  uses  If  ounces,  two  use  2  ounces,  four 
use  2^  ounces,  and  one  uses  5  ounces  per  square  foot.  Mills  68  and  82  do  not 
replate  because  hard  amalgam  accumulates  and  the  plate  is  melted  down  after 
three  or  four  years. 

It  is  claimed  that  an  ore  rich  in  free  gold  will  require  less  silver  per  square 
foot  and  require  replating  less  often  than  a  poor  ore,  because  the  gold  amal- 
gam forms  fast  enough  to  prevent  the  scouring  off  of  the  silver  by  the  sand. 
Table  335,  however,  does  not  bear  out  this  statement;  the  mills  with  two  or 
more  ounces  silver  are  treating  as  rich  or  richer  ore  than  those  with  1  ounce. 
With  ore  containing  $2.00  to  $6.00  free  gold  per  ton  1  ounce  of  silver  per  square 
foot  is  claimed  to  be  too  little. 

The  interval  of  replating  depends  not  only  upon  the  thickness  of  the  plating 
and  the  richness  of  the  ore,  but  also  on  the  care  used  in  scraping  the  plates. 

Comparison  of  Plain  Copper  and  Silver  Plated  Plates, — Hardman  prefers 
plain  copper  plate,  coated  with  gold  amalgam,  for  a  company  mill,  as,  if  properly 
managed,  it  catches  gold  just  as  well  as  a  silver  plated  plate,  and  it  costs  less  than 
the  latter.  For  a  custom  mill  he  prefers  silver  plated  plates,  to  overcome  the  over- 
lapping error  due  to  the  absorption  of  amalgam  by  a  plain  copper  plate.  By 
using  a  silver  plated  plate,  practically  the  full  value  of  amalgam  can  be  recovered 
from  the  plates  after  each  run.  The  use  of  silver  amalgam  on  plain  copper.will 
also  prevent  the  gold  in  the  ore  from  coming  in  contact  with  the  copper  to  any 
considerable  extent,  and  thus  overcome  the  overlapping  error,  but  its  use  in 
custom  mills  is  not  general  as  it  brings  in  another  item  in  settling  accounts. 

Silver  plated  copper  is  easier  to  keep  clean  than  copper  plate,  but  even  on  the 
former  some  stains,  due  to  oxidation  of  copper,  occur,  it  is  claimed  by  some 
mill  men  that  the  pickling  a  plate  undergoes  before  the  plating,  causes  salts  to  be 
retained  which  later  come  out  and  cause  stain.  Louis  Janin,  Jr.,'  holds  that 
where  the  gold  is  fine,  requiring  the  plate  to  be  kept  in  first  class  condition, 
silver  platcS  plates  are  preferable  since  they  can  be  kept  in  prime  condition 
with  less  attention  than  copper  plates. 

.  At  the  Harrietville  mill  in  the  Ovens  district,  Victoria,  two  batteries  work- 
ing side  by  side  on  the  same  ore,  each  had  three  plates  in  series.  In  No.  1 
battery  there  was  one  silver  plated  plate  followed  by  two  of  plain  copper  in 
series.  In  No.  2  there  were  two  silver  plated  plates,  in  series,  followed  by  one 
plain  copper.  After  a  yearns  run  the  last  plate  of  No.  1  was  well  amalgamated, 
while  the  last  plate  of  No.  2  was  scarcely  whitened.  This  was  taken  to  indi- 
cate that  silver  plated  plates  were  much  better  for  catching  amalgam  than  were 
plain  copper. 

At  Sierra  Buttes  mills,  one  set  of  batteries  gave  up  silver  plated  plates  because 

*  Private  communication. 
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the  plating  wore  out  too  fast.  The  ore  in  this  case  contained  snlphurets.  An- 
other set  of  batteries  treating  ore  with  no  sulphurets,  could  not  work  satisfacto- 
rily without  silver  plated  plates,  presumably  on  account  of  the  amount  of  stain. 
The  presence  of  sulphurets  cannot  have  been  the  whole  trouble,  as  many  mills 
are  using  silver  plated  plates  successfully  with  ores  containing  sulphurets. 

A  comparison  of  plain  copper  with  silver  plated  copper  amalgamated  plates  at 
the  Colombian  mines,  Eemedios  district,  Antioquia,  Colombia,  has  been  given 
by  E.  Halse.*  The  ore  is  quartz,  containing  from  1  to  5%  of  sulphides,  chiefly 
iron  pyrites  with  some  galena  and  blende.  The  sulphides  carry  most  of  the  gold 
and  silver  values  although  some  free  gold  occurs  in  the  ore.  From  the  stamps 
the  pulp  passes  over  an  upper  amalgamated  plate  3  feet  2J  inches  wide,  and  6 
feet  6  inches  long,  followed  by  a  lower  plate  of  the  same  width  but  only  1  foot 
long;  thence  over  a  mercury  trap  to  blanket  tables  and  finally  to  waste.  The 
concentrates  caught  on  the  blanket  tables  are  further  concentrated  in  a  narrow 
chest  and  on  an  inclined  table;  the  heads  from  this  treatment  have  the  gold 
extracted  by  an  arrastra,  while  the  tailings  are  shipped  to  England.  Mercury 
is  added  periodically  in  the  stamp  mortar. 

The  accompanying  table  shows  the  comparative  results  of  work  extending 
over  considerable  periods  of  time.  The  table  shows  that  of  the  total  gold  re- 
covered, the  silvered  plates  yielded  16%  more  than  the  plain  copper,  and  the 
percentage  of  gold  caught  above  the  blankets  was  16.72%  greater. 


Gold  Savixig  Appliance. 

Plain  Copper 
Plates. 

Upper  Plates  SIlTered : 
Lower,  Plain  Copper. 

Sayered  Plates 
only,  (a) 

Mortar 

15.40)C 
68.075 
5.74 
1S.18 
13.646 

14.09jf 
66.70986 
2.645 
8.9675 
11.685 

69  17 

Plates 

Mwr^iirv  trans » 

1.766 
1  806 

BiSkeS.7!.;!.:;:.:::;:::::::::::.::;:::::::^ 

Arrastra 

6  80 

IVyUls 

lOO.OOQif 
75.178j( 

100.000^ 
64.8976)t 

100.00(« 
91.896)( 

Gold  caught  above  the  blankets. 

(a)  These  consisted  of  a  lip  plate  8  inches  long  and  an  apron  plate  7  feet,  8  inches  long . 

This  is  partly  due  to  the  fact  that  more  mercury  was  used  with  plain  copper 
plates.  The  plain  copper  plates  tarnished  badly  owing  to  acid  water,  and  had 
to  be  washed  frequently  with  potassium  cyanide  solution.  The  use  of  a  silver 
amalgam  coating,  of  nitric  acid,  or  of  iron  riffles  to  promote  electroljrtic  action 
did  little  or  no  good.  Unslaked  lime  and  lumps  of  potassium  cyanide  in  the 
mortars  partially  remedied  the  difficulty.  Silver  plated  plates  tarnished  not 
at  all,  and  the  use  of  all  nostrums  was  discarded  except  that  of  putting  20  to 
.50  pounds  of  lime  in  the  mortar  daily  to  counteract  the  acidity  of  the  water. 
Silver  plated  plates  when  new  required  no  dressing  except  the  rubbing  in  of  a 
little  mercury,  but  after  some  months  a  daily  wash  with  sal  ammoniac  solution 
was  needed. 

Halse  considers  that  there  is  a  greater  loss  of  gold  with  plain  copper  plates 
due:  (1)  to  amalgam  passing  by  the  tarnished  surface;  (2)  to  amalgam  loosened 
from  the  plates  by  the  washing  with  cyanide  and  lost  mechanically;  (3)  to 
amalgam  lost  chemically  by  the  same  reagent.  He  estimates  this  loss  to  be  at 
least  5%,  and  possibly  10%,  of  the  total  gold  recovered.  The  fineness  of  the 
bullion  was  also  found  to  be  higher  with  silver  plated  plates.  The  ore  yields 
0.P6  to  2.32  ounces  of  bullion  per  ton ;  this  bullion  averages  about  600  fine  in 
gold  and  350  fine  in  silver. 

James  R.  Cooperf  writes  in  comment  upon  Halse^s  tests  that  the  larger 
amount  of  mercury  used  with  the  plain  copper  plate  will  in  part  or  in  whole  ar- 

*  Ingt.  Min.  and  Met,  Vol.  IX..  (1901).  p.  155. 
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count  for  the  carrying  of  more  gold  down  to  the  blankets,  and  that  the  relative 
amount  of  stain  on  the  copper  plate  is  a  measure  of  the  impurity  (oxygen)  in 
the  plate,  a  pure  soft  copper  being  free  from  trouble,  an  impure  hard  copper 
with  high  percent,  of  oxygen  giving  great  trouble,  and  since  Halse  does  not  state 
the  analysis  for  oxygen  of  his  plain  copper  plate  the  results  are  not  conclusive. 

In  reply*  Halse  states  that  no  analysis  of  the  copper  plate  is  available,  but 
that  he  considers  it  to  have  been  of  good  quality,  being  that  commercially  known 
as  "brazier^s  copper."  The  annealing  was  carefully  done  and  the  whole  surface 
scoured  to  bright  copper  before  amalgamating.  He  thinks  that  the  staining  was 
iiot  due  to  im/purities  in  the  original  copper,  although  he  is  unable  to  give  positive 
proof. 

Sharpless'*  gives  an  instance  of  a  silver  plated  plate  which,  with  warm  water 
(about  80 °F.)  flowing  over  it,  became  covered  with  a  very  hard  crystalline 
amalgam  and  caused  much  trouble.  Spots  where  the  silver  was  worn  oflE,  how- 
ever, remained  in  good  condition, 

Muntz  metal  plates  coated  with  mercury  (copper  60%,  zinc  40%)  are  used 
in  the  Thames  district  of  New  Zealand,  originally  as  an  expedient,  but  now 
they  are  preferred  to  copper.  According  to  Rickard,  they  absorb  comparatively 
little  amalgam,  making  them  efficient  from  the  start,  and  they  can  be  cleaned  of 
amalgam  without  the  use  of  steel  scrapers,  and  are  therefore  advantageous  for 
custom  mills,  except  where  the  ores  are  comparatively  rich.  They  are  cheaper, 
•the  amalgam  on  them  is  not  sickened  so  much  by  base  minerals,  that  is,  by  many 
of  the  minerals  containing  lead,  copper,  iron,  arsenic,  antimony,  etc.,  and  stains 
from  grease,  etc.,  do  not  form  to  such  an  extent  as  on  copper  plates.  This  may 
be  due  to  electrolytic  action  of  the  zinc  and  copper  liberating  hydrogen  from  the 
water,  which  has  a  reducing  effect.  On  the  other  hand,  acid  water  causes  a 
scum  in  some  cases,  which  does  not  occur  with  copper.  After  a  time,  Muntz 
metal  plates  become  brittle  when  saturated  with  amalgam  and  break  when 
cleaned.  According  to  Louis  Janin,  Jr.,f  several  mill  men  in  New  Zealand  claim 
that  the  absorption  of  gold  by  Muntz  metal  is  greater  than  by  copper. 

Plates  of  Pure  Silver  coated  with  Amulgam  answer  quite  as  well  or  better 
than  silver  plated  copper  plates,  because  there  is  less  tendency  to  stain.  Their 
high  first  cost,  however,  and  their  liability  to  be  stolen  are  points  against  them. 

Rough,  unplaned  Pine  Board  Surfaces, — Mills  65,  73  and  74  use  a  rough  pine 
board  upon  the  mortar  apron,  1  inch  thick  and  12  inches  wide,  flush  with  the 
lip.  On  this  the  pulp  falls  from  the  screen.  When  used  a  month  it  becomes 
coated  with  amalgam  in  patches,  and  can  be  cleaned  up  in  one-eighth  the  time 
required  for  a  copper  plate.  It  will  not  stand  the  jar  of  the  stamps  like  a  copper 
plate,  that  is  to  say,  the  amalgam  will  not  adhere  and  accumulate  so  thick  as 
on  copper. 

Carpet  or  Blanket  Storfaces, — In  Mill  62  Brussels  carpet  is  laid  over  the  last 
section  of  the  apron  plate.  Carpet  tables,  after  plates,  are  also  used  in  Mill  76. 
For  further  consideration  of  these  the  reader  is  referred  to  §  505  and  §  506. 

Treatment  of  Plates. — Under  this  general  heading  will  be  considered: 

The  Preparation  of  New  Plates. 

Maintaining  Plates  of  the  Bight  Consistency. 

The  Regular  Dressing  of  Plates  to  Keep  the  Surface  in  a  Bright  Condition. 

The  Cleaning  or  Removal  of  Accumulated  Amalgam  from  Plates. 

§  526.  General  Considerations. — Before  taking  up  each  of  these  subjects 
it  will  save  repetition  to  make  a  few  general  remarks  which  apply  to  all. 

Copper  is  easily  acted  on  by  air  and  water  to  form  a  coating.  Similarly  a  coat- 
in  e:  or  stain  of  varying  colors  will  form  on  a  plate  covered  with  copper  amalgam. 
This  stain,  commonly  called  ^^verdigris ^^  by  mill  men,  according  to  Ijouis  is 
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hydrated  oxide  of  copper,  with  or  without  some  carbonate.  When  water  which 
contains  sulphates  is  used,  a  basic  sulphate  may  also  form.  Sulphide  of  copper 
probably  also  occurs  in  the  coating.  This  coating  may  be  removed  mechanically 
by  the  use  of  some  abrasive,  as  sand,  or  chemically  by  dilute  hydrochloric,  nitric 
or  sulphuric  acids,  a  solution  of  a  handfid  of  salt  and  ^  teacup  of  sulphuric 
acid  in  2^  gallons  of  water,  ammonia,  sal  ammoniac  or  potassium  cyanide.  It 
is  now  considered  better  to  avoid  the  use  of  chemicals  as  far  as  possible  except 
possibly  potassium  cyanide  in  the  treatment  of  plates.  It  is  claimed  that  the 
use  of  dilute  acids,  especially  nitric,  either  in  the  preparation  of  new  plates  or 
in  the  dressing  of  plates,  causes  the  formation  of  salts  of  copper,  which  will 
sooner  or  later  work  out  to  the  surface  of  the  amalgam  and  make  a  stain.  Nitric 
acid  also  dissolves  silver  from  silver  plated  plates.  This  stain  may  sometimes  be 
formed  externally,  as,  for  example,  where  the  ore  or  water  contains  acid  sul- 
phates of  iron  or  copper  formed  by  the  oxidation  or  roasting  of  pyrites.  In 
this  case  the  action  is  probably  aided  by  oxygen  and  carbonic  acid  from  the  air 
and  water. 

There  is  another  great  difficulty  in  amalgamation  besides  the  staining  of 
plates,  that  is,  the  "sickening''  and  "flouring''  of  mercury,  not  only  on  plates, 
but  also  in  the  stamp  mortar.  These  two  terms  are  used  rather  promiscuously 
to  denote  the  separation  of  mercury  into  minute  globules  by  agitation,  as  in  the 
fitamp  mortar,  which  globules  are  prevented  from  reuniting  by  the  presence  of  a 
film  of  oxide,  grease  or  other  foreign  substance.  Some  authors  define  flouring 
as  the  separation  into  globules  mechanically  by  agitation,  and  sickening  as  the 
coating  over  of  these  globules  chemically,  which  prevents  them  from  reuniting 
again.  Among  the  substances  are  oxides,  sulphates,  sulphides  or  arsenides  of 
base  metals  (lead,  copper,  iron,  bismuth,  arsenic,  antimony,  etc.)  which  havp 
come  from  the  ore  or  water.  Any  easily  oxidizable  metal  present  in  the  mercury 
itself  oxidizes  and  may  cause  sickening.  Ores  carrying  talc,  serpentine,  graphite 
or  clay  form  a  coating  on  mercury,  and  cause  sickening.  Any  Babbitt  metal, 
which  may  accidentally  get  into  the  stamp  mortar,  will  cause  sickening.  Car- 
bonate of  lead  is  another  cause. 

Trouble  from  grease  may  be  remedied  by  the  ujse  of  an  alkali,  such  as  soda 
(soda  ash),  lye  or  burnt  lime  (CaO),  which  are  added  to  the  mortar  at 
Tegular  intervals.  Any  trouble  from  the  grease  of  miner's  candles  may  be  largely 
avoided  by  the  use  of  stearine  candles  instead  of  tallow.  The  advantage  of 
stearine  is  that  it  does  not  drip  over  the  rocks  in  the  mine.  A  candle  end  of 
cither  material  however  should  not  be  allowed  in  the  mortar.  Alkalies  also 
remedy  trouble  from  acidity.  An  easy  remedy  for  acidity  of  the  water  is  to  run 
it  over  broken  limestone.  An  instance  of  the  failure  of  lye  is  given  by  Sperry, 
who  found  that  lye  (caustic  potash)  which  was  used  in  the  mortar  to  counter- 
act grease,  reacted  with  the  sal  ammoniac  used  to  dress  the  plates  and  produced 
ammonia,  which  precipitated  iron  from  the  water  as  the  hydrate  and  formed  a 
greenish  scum.     The  lye  was  discontinued  and  the  scum  disappeared. 

An  extreme  example  of  acid  water  is  that  of  the  Peak  Hill  mine,  N"ew  South 
Wal*»8,  where  the  ore  undergoes  a  rough  roasting  in  heaps  previous  to  stamping. 
A  small  amount  of  copper  in  the  ore  is  changed  to  sulphate,  and  is  dissolved 
by  the  water  during  stamping.  As  the  water  was  used  over  and  over,  it  soon 
became  strongly  charged  with  this  copper  sulphate,  which  deposited  a  film  of 
copper  on  any  fine  particles  of  iron  abraded  by  wear,  and  in  this  condition  the 
iron,  so  coated,  was  readily  amalgamated  by  mercury*  Instead  of  the  ordinary 
gold  amalgam,  a  very  impure  slime  amalgam  was  obtained.  The  remedy  which 
effectually  removed  the  difficulty  was  to  cease  using  the  water  a  second  time. 

A  graphite  coating  on  plates  may  be  removed,  according  to  Hardman    in  less 
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than  an  hour  by  putting  a  shovelful  of  salt  into  the  battery.  As  to  whether 
this  will  act  for  the  talc  and  serpentine  coatings,  the  author  is  not  informed. 

Sodium  amalgam  has  a  powerful  reducing  action,  which  reduces  the  metal 
from  any  oxides,  sulphates,  sulphides,  chlorides,  etc.,  of  base  metals,  and  thereby 
removes  these  causes  of  flouring.  This  reducing  action,  however,  causes  base 
metals  to  go  freely  into  the  mercury,  so  that  it  may  do  as  much  harm  as  good, 
and,  besides,  sodium  amalgam  is  troublesome  to  make  and  keep.  Its  use  is 
therefore  generally  not  favored.  The  rule  usually  given  for  its  employment  is 
to  add  it  to  the  mercury  fed  to  the  battery  in  such  amounts  that  the  mercury 
will  just  adhere  slightly  to  the  edges  of  a  nail  that  has  been  filed  bright.  If  it 
coats  the  nail  all  over,  more  mercury  should  be  added,  while  if  it  does  not  ad- 
here at  all,  more  sodium  amalgam  is  needed.  W.  L.  Libbey  advocates  that  it 
be  made  much  weaker  than  this,  and  reports  that  mercury  containing  1  part 
sodium  in  2,000,  works  very  successfully  with  a  Nova  Scotia  ore  containing 
arseno-pyrite  and  talcose  slate,  so  that  the  loss  of  mercury  in  milling  is  lesa 
that  tS  ounce  per  ton  of  ore. 

An  electric  current  also  reduces  base  metals  similarly  to  sodium  amalgam, 
and  was  found  by  the  author  in  the  Mayflower  mill,  Colorado.  The  use  of  a 
galvanic  couple  of  iron  and  copper,  for  the  same  purpose,  was  first  recommended 
by  Aaron.  The  author  found  it  in  use  in  Mill  67  where  an  iron  strip  is  used 
at  the  tail  of  the  plates,  as  shown  in  Fig.  428.  This  strip  was  intended  pri- 
marily to  serve  as  a  fastener,  but  its  action  was  found  to  be  very  favorable  in 
preventing  copper  stains  on  the  plates. 

An  exception  to  the  common  objection  to  sulphuric  acid  is  made  by  Louis, 
who  says  that  he  has  kept  new  plates  beautifully  clean  by  means  of  a  narrow 
leaden  trough  fixed  just  above  the  top  plate,  which  was  kept  filled  with  moder- 
ately dilute  sulphuric  acid,  and  fitted  with  a  siphon  formed  from  a  strip  of 
blanket,  so  as  to  allow  a  continuous  supply  of  acid  to  drip  on  the  plate.  This 
acid  acts  not  only  by  direct  solvent  action,  but  also  by  the  action  of  electric 
couples  produced  between  the  copper  and  any  bits  of  steel  or  iron  which  may 
have  been  abraded  from  the  shoes  and  dies. 

§627.  Amalgamating  New  Plates. — This  is  divided  into  two  parts:  first, 
the  cleaning  of  the  copper  by  any  of  the  agents  previously  mentioned,  to  re- 
move oxides  and  grease,  and  second,  the  coating-  of  the  plate  with  quicksilver 
or  amalgam.  The  requisites  of  the  process  are  that  an  even  coating  of  amalgam 
be  obtained,  and  all  oxide  of  copper,  grease  and  chemicals  used  in  the  process 
be  removed.  Owing  to  the  rapid  formation  of  oxide  of  copper  when  exposed 
to  the  air,  it  is  necessary  to  continue  the  use  of  the  cleaning  agents  throughout 
the  process.  The  amalgamation  is  best  done  with  mercury.  Nitrate  or  chloride 
of  mercury  or  sodium  amalgam  have  sometimes  been  used  but  are  not  favored. 

Authorities  diifer  somewhat  in  detail  as  to  the  best  method  of  preparing 
plates.    Accordingly,  several  methods  are  here  given. 

Copper  plates,  coated  with  gold  amalgam,  are  prepared  by  Hardman,  at  Mill 
67,  as  follows:  Place  plate  in  horizontal  position  and  wash  with  water.  Paint 
the  whole  surface  of  the  plate  with  a  saturated  solution  of  cyanide  of  potassium, 
using  a  4-inch  flat  paint  brush  and  moving  the  brush  transversely  across  the 
plate.  The  solution  dries  rather  rapidly  and  one  coat  is  suflBcient.  Leave jplate 
undisturbed  for  24  hours,  until  its  surface  has  turned  a.  dark  green.  Scrub 
the  whole  plate  bright,  beginning  at  the  top,  by  the  use  of  some  fine  sand  (usually 
screened  from  old  dry  tailings),  and  a  scrubber  made  of  several  thicknesses  of 
gunny  sacking  wrapped  around  a  small  block  of  wood.  After  the  green  scale 
has  all  been  scoured  oflF,  wash  the  plate  with  water  and  sprinkle  mercury  upon  it 
and  rub  it  in  with  a  clean  chamois  leather,  moistening  both  plate  and  rubber 
from  time  to  time  with  a  solution  prepared  by  mixing  one  part  of  the  saturated 
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solution  of  potassium  cyanide  with  five  parts  of  water.  The  mercury  ^Taites" 
immediately.  This  scouring  and  amalgamating  can  easily  be  done  upon  a  plate 
10  feet  long  and  64  inches  wide,  by  one  man,  in  8  hours.  The  plate  should 
be  a  perfect  mirror  when  done.  Give  the  plaie  its  proper  slope  and  run  watei* 
over  it  all  night  The  next  morning,  if  any  green  stains  have  appeared,  scrub 
such  spots  to  bright  copper  and  re-amalgamate.  Paint  the  upper  two  or  three 
feet  with  very  fine  gold  amalgam,  or,  if  gold  amalgam  is  not  available,  with 
silver  amalgam.  The  fine  gold  amalgam  is  best  obtained  by  taking  a  piece  of 
old  copper  plate  well  coated  with  gold  amalgam,  and  ''sweating''  it  carefully 
over  an  ordinary  kerosene  lamp.  The  adhering  amalgam  is  scraped  off,  put 
into  a  Wedgewood  mortar  with  a  little  quicksilver  and  ground  well  together. 
Bapidly  pouring  off  the  mercury  after  skimming,  leaves  the  coarser  particles  of 
amalgam  behind,  while  the  portion  poured  off,  if  allowed  to  stand  24  hours, 
may  be  carefully  decanted  from  the  fine  amalgam  which  has  settled  to  the  bottom 
and  which  will  be  found  to  be  of  the  consistency  of  cream.  The  plate  thus 
painted  is  allowed  to  stand  for  at  least  24  hours,  and  as  much  longer  as  possible 
before  using.  The  plate  is  kept  quite  soft  with  mercury  during  the  first  two 
or  three  days  of  its  use,  the  mercury  and  amalgam  being  brushed  up  toward 
the  upper  end  of  the  plate  with  a  flat  paint  brush. 

The  method  of  preparing  plain  copper  plates,  coated  with  gold  amalgam,  at 
Hill  77,  is  as  follows :  Scour  off  the  surface  scale  with  tailings  and  water  until 
the  surface  is  bright  and  smooth.  Sub  in  mercunr  with  tailings  and  very  dilute 
potassium  cryanide  solution  until  the  whole  surface  is  bright  and  soft.  Bub 
in  gold  amalgam  in  the  same  way  with  tailings  and  cyanide.  This  gold  amalgam 
is  &e  needle-like  mass  of  crystals  which  settle  at  the  bottom  of  the  strainings  of 
mill  amalgam,  heated  with  hot  water  before  straining. 

For  preparing  plain  copper  plates,  coated  with  ouicksilver,  at  Mill  66,  the 
practice  is  as  foUows:  Scour  the  plates  with  sanapaper,  followed  by  emery 
dotii  or  with  tailings  and  a  wooden  block  4  inches  square  or  with  a  piece  of  grind- 
stone, until  the  face  is  perfectly  bright.  If  necessary,  the  sand  is  often  moist- 
ened with  a  weak  solution  of  potassium  cyanide  and  spots  are  often  removed 
with  dilute  nitric  acid.  Apply  repeatedly  a  strong  solution  of  potassium  cyanide 
by  means  of  a  soft  paint  brush.  After  two  days  sprinkle  mercury  on  this  cyanide 
ooat  and  rub  it  into  the  plate  with  a  moist  cloth,  using  tailings  to  help  in  the 
brightening.  When  the  plate  is  flioroughly  amalgamated,  put  it  into  place  and 
it  is  ready  for  use.  More  than  the  usual  amount  of  mercury  is  added  to  the 
mortar  that  the  new  plate  may  become  normal.  This  takes  from  two  to  four 
weeks,  during  which  time  the  plates  are  continually  discolored  by  copper  salts. 
To  get  these  into  solution,  potassium  cyanide  or  ammonia  is  added  to  the  battery 
water. 

§  628.  Louis**  gives  the  following  method  of  preparation  of  plain  copper 
plates  coated  with  quicksilver:  Fine  sand  (sea  sand  if  obtainable)  is  sprinkled 
on  the  plate,  well  moistened  and  rubbed  in  with  a  block  of  wood  until  every  por- 
tion of  oxide  is  removed  and  the  plate  has  a  uniform  red  surface,  care  being  taken 
at  the  same  time  not  to  scratch  it.  The  sand  is  then  washed  off,  and  the  plate 
dried  and  polished  with  fine  emery  paper  folded  over  a  block  of  wood.  A  per- 
fectly clean  dry  surface  is  thus  produced.  A  mixture  is  then  made  of  about  10 
parts  sand  to  1  of  coarsely  pounded  sal  ammoniac ;  this  mixture  is  damped  with 
water  and  clean  pure  mercury  is  sprinkled  into  it  by  squeezing  through  canvas. 
The  mixture  is  then  rubbed  over  the  plate  with  a  piece  of  canvas  or  blajiket  when 
amalgamation  will  at  once  begin ;  more  mercury  must  be  sprinkled  on  the  plate 
from  time  to  time,  and  the  rubbing  continued  until  a  uniformly  bright  silvery 
surface  is  obtained.  Each  square  foot  of  copper  will  require  about  \  ounce  of 
mercury.    The  plate  is  next  well  washed  with  water  and  kent  until  the  followinflf 
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day.  It  will  then  probably  be  found  that  the  plate  is  dulled  and  covered  with  a 
coating  of  a  greenish  gray  substance.  Usually  the  plate  is  brightened  up  with 
a  dilute  solution  of  cyanide  together  with  a  little  mercury. 

For  preparing  plates  coated  with  silver  amalgam,  he  proceeds  in  the  same 
way  except  that  he  rubs  in  silver  amalgam  instead  of  mercury.  The  silver 
amalgam  is  prepared  as  follows:  Dissolve  a  sufficient  quantity  of  silver  coin 
(about  \  ounce  per  square  foot  of  surface  of  the  plates)  in  dilute  nitric  acid 
in  a  porcelain  basin,  with  the  aid  of  a  gentle  heat.  Evaporate  to  dryness  very 
gently,  preferably  over  a  water  bath,  and  heat  till  the  saline  mass  commences  to 
fuse,  and  till  all  its  bluish  tinge  is  turned  to  grayish  black,  this  change  indicat- 
ing that  all  the  soluble  cupric  nitrate  is  decomposed,  insoluble  cupric  oxide 
being  left  behind.  Dissolve  in  a  small  quantity  of  water  and  filter  into  a  jar  or 
beaker.  Add  pure  mercury  to  the  weight  of  about  three  times  that  of  the  silver 
used  and  float  a  few  pieces  of  bright  iron  on  the  mercury.  The  silver  will  at 
once  commence  to  precipitate  and  be  absorbed  by  the  mercury,  forming  silver 
amalgam,  the  process  taking  a  few  days  to  complete  thoroughly.  The  silver 
amalgam  so  produced  should  be  of  pasty  consistency,  and  contains  about  3 
parts  mercury  to  1  part  silver.  This  amalgam  is  then  rubbed  hard  all  over  the 
surface  of  the  amalgamated  plate,  which  is  kept  moist  with  a  dilute  solution  of 
potassium  cyanide ;  a  good  rubber  for  this  purpose  is  made  from  a  strip  of  pure 
india  rubber  f  inch  thick,  and  about  6  inches  long  screwed  to  a  strip  of  wood 
which  forms  its  handle  and  projecting  J  inch  therefrom.  The  rubbing  must 
be  continued  until  the  whole  of  tiie  plate  is  completely  coated  with  silver  amal- 
gam, which  will  then  keep  the  plate  from  tarnishing. 

The  author's  experience  has  been  that  the  removal  of  any  copper  from  the 
silver  is  unnecessary,  and  that  nearly  all  of  the  silver  is  precipitated  in  from 
30  to  60  minutes,  and  what  little  is  left  may  be  extracted  lor  another  occasion. 
The  essential  thing  is  to  keep  the  solution  acid  to  prevent  the  precipitation  of 
basic  salts  of  mercury;  a  large  excess  of  acid,  however,  should  be  avoided.  It 
has  been  found  best  to  amalgamate  the  plates  with  mercury  first,  then  to  dry  them 
carefully  with  cotton  batting,  as  the  least  addition  of  water  will  bring  out  the 
yellow  stain.  The  silver  amalgam  can  be  painted  on  with  a  long  bristle  flat 
brush  just  before  the  plates  are  to  be  used,  or,  preferably,  over  night.  In 
the  latter  case,  the  amalgam  forms  a  harder  coating  upon  the  surface,  which  is 
more  permanent.  The  proportions  which  have  been  found  by  the  author  to  work 
satisfactorily  are  to  use  for  each  square  foot  of  plate:  silver,  7  grams  (about 
\  ounce) ;  nitric  acid  (1.2  specific  gravity),  28  cubic  centimeters;  water,  60  cubic 
centimeters ;  mercury,  112  gramis.  Precaution  should  be  taken  not  to  boil  the  acid 
in  dissolving  the  silver,  as  the  volume  of  the  solution  is  thereby  lessened. 

For  coating  Muntz  metal  plates  with  quicksilver  they  are  scoured  with  fine 
sand,  washed  with  water,  cleaned  with  sulphuric  acid  (1  strong  acid  to  6  of 
water)  and  then  the  quicksilver  rubbed  in. 

§  529.  The  method  of  electroplating  a  copper  plate  at  Mills  65,  73  and  74 
is  as  follows :  If  the  plate  is  an  old  one,  first  heat  it  to  a  cherry  red  to  drive  off 
the  quicksilver.  Paint  the  back  of  the  plate  with  a  coat  of  asphalt  varnish  and 
leave  24  hours  to  dry.  This  serves  to  prevent  the  back  from  being  affected  dur- 
ing any  of  the  subsequent  operations. 

The  cleansing  or  "pickling,''  as  it  is  called,  has  several  steps.  First  leave  the 
plate  over  night  in  a  solution  of  1  part  sulphuric  acid  to  16  parts  water.  In 
the  morning,  take  it  out  and  scrub  with  pumice  and  a  bristle  brush.  Pour  a 
mixture  of  1  part  nitric  acid  to  2  to  3  parts  sulphuric  over  the  plate,  until  all 
parts  are  acted  upon.  Wash  thorouehly  with  water  and  scrub.  Wash  with  a 
solution  made  by  dissolving  a  spoonful  of  mercury  in  an  excess  of  nitric  acid 
and  diluting  in  a  tub  of  water.     This  leaves  a  thin  film  of  mercury  on  the  plate 
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and  prevents  oxidation.  Wash  and  scrub  with  a  solution  made  by  dissolving  4 
pounds  of  potassium  cyanide  in  15  gallons  of  water.  Bepeat  without  scrubbing. 
The  plate  is  then  ready  for  plating. 

The  bath  consists  of  a  solution  of  silver  chloride  in  potassium  cyanide.  To 
make  it,  dissolve  fifty  ounces  of  pure  silver  (a  convenient  amount)  in  nitric  acid, 
evaporating  solution  to  dr3me8s,  making  thereby  silver  nitrate.  Put  this  with 
5  gallons  of  water  into  an  earthen  jar.  Place  in  a  darkened  room  and  add 
common  salt,  which  precipitates  the  silver  as  silver  chloride.  The  theoretical 
amount  of  salt  necessary  to  complete  the  reaction  is  0.5421  parts  by  weight  for 
each  part  by  weight  of  silver  used,  but  in  practice  it  will  be  necessary  to  add  a 
little  excess.  Too  great  an  excess  is  to  be  avoided  as  silver  chloride  is  somewhat 
soluble  in  strong  brine.  Vigorous  stirring  is  necessary  to  effect  the  precipitation. 
Filter  the  precipitated  silver  chloride  and  wash  thoroughly  and  dissolve  it  in 
potassium  cyanide  solution,  using  only  just  enough  of  the  latter  to  dissolve  it 
completely.  Add  one-fourth  as  much  more  of  cyanide  and  dilute  with  water 
until  it  contains  3  ounces  of  silver  per  gallon ;  this  bath  is  ready  for  use.  The 
bath  deteriorates  while  depositing  and  requires  fresh  addition  of  cyanide  of 
silver  from  time  to  time.  The  chloride  of  silver  dissolved  in  potassium  cyanide 
is  preferred  at  these  mills  to  cyanide  of  silver  dissolved  in  potassium  cyanide 
because  it  is  claimed  that  the  silver  deposited  from  the  former  solution  is  not 
80  compact,  and  is  a  better  catcher  of  gold  than  that  from  the  latter  solution, 
which  is  more  commonly  used  for  plating  tableware,  where  the  deposit  is  re- 
quired to  be  finer  grained  and  harder. 

The  vats  (see  Fig.  435)  used  for  the  bath  are  of  wood,  with  the  surface  and 
comers  made  tight  by  melted  as- 
phalt. They  are  6  feet  2  inches  long, 
30  inches  deep  and  20  inches  wide. 
There  are  13  anodes  of  silver  sus- 
pended from  a  rod  along  the  middle 
of  the  tank  so  that  their  surfaces  are 
parallel  to  the  sides  of  the  tank. 
Each  is  3  inches  wide  and  2  feet  FIG.  435. — ^plan  of  silvbb  plat- 

long,  making  the  total  anode  sur-  ingvat, 

face   13   square  feet.     Two  copper 

plates,  each  6X2  feet,  are  put  in  at  once,  one  at  each  side  of  the  tank, 
and  10  inches  distant  from  the  anodes.  The  current  is  25  amperes  with 
4  volts,  and  is  obtained  from  a  dynamo  driven  from  an  independent 
water  wheel.  The  thickness  of  the  plating  amounts  to  2^  ounces  per  square 
foot.  This  is  determined  by  weighing  a  test  plate  A,  which  has  an  area  of  8 
pquare  inches.  Plating  takes  from  8  to  16  hours,  depending  chiefly  on  the  con- 
dition of  the  bath.  The  greater  the  anode  area  the  more  spongy  the  deposit. 
When  the  plating  is  finished,  the  plates  are  taken  out,  washed  with  water  and 
amalgamated  by  rubbing  with  mercury. 

John  Hays  Hammond**^  (1888)  gives  the  cost  of  a  plant  for  plating  6X4-feet 
copper  plates  at  about  $1,200,  of  which  $1,100  is  for  the  solution.  A  dynamo 
requiring  1^  horse  power  will  be  required  to  do  the  work  and  will  cost  about  $225 
more.  The  cost  of  plating  is  a  little  more  than  the  actual  cost  of  the  silver  used. 
Silver  taken  from  the  solution  must  be  replaced  by  the  addition  of  equivalent 
silver  anodes. 

At  Mills  68  and  82  the  cost  of  an  apron  plate,  8  feet  long,  52  inches  wide, 
I  inch  thick,  and  coated  with  1  ounce  silver  per  square  foot,  is  $90.20. 

Halse*  considers  the  proper  preparation  of  silver  plated  plates  to  be  very 
essential  to  good  work.    His  method  is  to  scour  the  plate  (previously  plated  with 

•  Intt.  Min.  and  Met,  Vol.  IX.,  (1901),  p.  155. 
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1  ounce  of  silver  per  square  foot)  with  a  mixture  of  wood  ashes  and  fine  sand^ 
wash  with  water,  rub  in  mercury  with  a  mixture  of  sal  anmioniac  and  wood  ashes, 
let  stand  twelve  hours  during  which  time  patches  of  amalgam  appear  all  over 
the  plates,  rub  these  in  with  a  little  mercury,  which  concludes  the  operation. 

§  630.  Maintaining  Plates  of  the  Eight  Consistency. — Plates  shotdd 
not  be  run  too  hard  or  too  soft.  If  too  hard  they  will  fail  to  catch  the  gold.  If 
too  soft,  the  mercury  flows  off  the  lower  end  of  the  plates,  wasting  gold  and  mer- 
cury. Their  condition  is  judged  by  the  feeling  of  the  plate  next  to  the  battery. 
When  just  right  the  amalgam  should  yield  to  the  pressure  of  the  finger,  as  does 
putty,  but  drops  of  mercury  should  never  exude  and  run  down.  The  amalgam  is 
generally  softer  on  the  later  plates  than  on  the  earlier.  The  amalgam  is  kept  in 
the  right  condition  by  regulating  the  amount  of  mercury  fed  to  the  mortar.  If 
too  hard,  increase  the  mercury  fed ;  if  too  soft,  decrease  it. 

Where  the  gold  is  fine,  the  plates  should  be  run  dryer  or  harder  than  with 
coarse  gold.  Fine  gold  also  requires  a  larger  and  more  frequent  addition  of 
mercury.  The  amounts  used  by  the  mills  have  already  been  given  in  §  190.  In 
many  mills,  mercury  is  added  directly  to  the  plates  as  well  as  inside  the  mortar 
in  order  to  keep  them  in  the  right  condition. 

§  631.  Dressing  op  Plates. — ^The  act  of  briffhtening  the  surface  of  a  plate 
to  remove  the  stain  and  make  it  more  active  is  called  dressing  the  plate.  The  act 
of  scraping  off  the  amalgam  to  save  it  is  called  cleaning  the  plate.  As  shown 
in  Table  336,  the  dressing  of  plates  occurs  at  various  intervals  m  different  mills. 
Every  12  or  24  nours  is  perhaps  the  most  common. 

table  336. — ^DBSSSING  AND  CLEANING  PLATES. 


Mill 
No. 


Intenralof 
DrenlDK. 


Material  for  Drening. 


Intenral  of 
Clefluiing. 


MIU 
No. 


Interval  of 
Drearing. 


Uaterlal  for  Dreniog. 


Interval  of 
GleaiiiDg. 


56. 
67.. 


50. 
61.. 


Hours. 
IS 


68 

64 

66(6).. 
66 

67 


(a)M 

18 

94 

4 

U 

6 

94 

84 

!       ^ 

i     5  or  6 


Mercury  and  cyanide. . 

Mercury 

Mercury 

See  text. 


Da^ 

1 

1 
14 

1 
14 


Cyanide 

Mercury  and  cyanide. . 

Brush  or  ohamola....  \ 
Mercury ) 


79 

78(6).. 
2(6).. 

75 

77 

88(cj>.. 
82  (c6.. 
84 

86 


Hourly 

9 

6 
94 
94 
94 
94 
18 

8 

6 

8 


Meroofy  and  cyanide. . 

Qyanlde 

Meraury  and  cyanide. . 


Meraury .  • 

Mercury  and  oyaoide.  e 


Day 


80 


Mercury 

Mercuiy  and  cyanide. . 


(a)  All  except  those  on  the  Tanner  distributors,  which  are  drened  once  a  week.  (6)  This  applies  only  to  the 
No.  1  sluice  platea  The  No.  9  sluice  plates  are  dressed  and  cleaned  once  a  fortnight  and  the  plates  on  vanner 
distributors  once  a  week,  (c)  Apron  plates,  (d)  Vanner  plates,  (e)  Hie  cyanide  solution  is  made  by  diseolT- 
ing  two  ounces  in  three  gallons  of  water. 

Mill  67  nibs  np  the  plates  with  a  brush  or  chamois  every  half  hour,  while 
in  some  mills  there  are  short  plates  on  deflectors  which  are  not  dressed  except 
at  the  time  of  the  fortnightly  cleaning.  Plates  near  the  head  are  often  dressed 
more  frequently  than  those  farther  away.  The  interval  depends  to  a  great  ex- 
tent upon  the  conditions.  New  plates  must  be  dressed  more  frequently  than 
old  ones.  A  rich  ore  or  an  ore  which  contains  substances  which  tend  to  cause 
a  stain  or  scum  on  the  plates,  will  make  frequent  dressing  necessary.  Dressing 
should  never  be  delayed  until  the  surfaces  become  too  hard,  and  yet  it  should 
not  occur  any  oftener  than  is  necessary  to  keep  the  plates  bright,  as  it  causes  a 
waste  of  time. 

Any  of  the  chemicals  nreviously  mentioned  may  be  used  with  mercury  for 
brightening  the  plates.  The  idea  is  gaining  ground,  however,  that  the  use  of 
chemicals  is  to  be  avoided  as  much  as  possible,  and,  as  shown  in  Table  336,  potas- 
sium cyanide  is  almost  the  only  chemical  used  to-day.  Even  this  is  to  be  used 
very  sparingly,  not  only  becanso  of  its  well-known  property  of  acting  as  a  solvent 
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for  gold,  but  also  because  an  excess  of  it  is  said  to  be  harmful  to  the  plates. 
W.  J.  Loring  and  others  hold  that  too  much  cyanide  causes  the  amalgam  to  be- 
come hard  and  glassy.  The  immediate  effect  of  adding  cyanide  is  to  cause  the 
mercury  to  drain  away  from  the  amalgam. 

According  to  John  Hays  Hammond,  1  or  2  pounds  of  potassium  cyanide  is 
sufScient  to  last  a  40-stamp  mill  a  year,  where  the  ore  or  water  contains  no  harm- 
ful ingredients.  At  Mill  77,  which  has  considerable  iron  pyrites  and  acid  water, 
260  pounds  per  year  are  necessary  in  treating  28,793  tons  of  ore  with  75  stamps. 

At  Mill  62  the  plates  are  dressed  with  a  wash  made  by  adding  sodium  amal- 
gam, the  size  of  a  pea,  to  1  pound  of  mercury,  which  has  been  well  cleaned  with 
dilute  nitric  acid.  This  mixture  is  covered  with  a  strong  solution  of  potassium 
cyanide  and  allowed  to  stand  about  three  days,  until  all  signs  of  working  have 
ceased.  A  weak  solution  of  sulphate  of  iron  (Ferrous  sulphate)  is  finally  added 
and  the  wash  kept  in  a  tightly  corked  bottle,  as  it  will  spoil  if  exposed  to  the 
air.  Whatever  of  value  this  receipt  may  have  is  probably  due  to  the  fact  that 
the  mercury  is  entirely  free  from  oxygen. 

The  last  plate  in  the  line  is  often  diflScult  to  keep  in  good  condition  unless 
it  is  silver  plated.  This  is  due  to  the  fact  that  the  amount  of  amalgam  which 
collects  on  it  is  very  small,  and  often  not  sufficient  to  prevent  the  plate  from  being 
scoured  down  to  copper,  and  consequently  liable  to  stain.  For  this  reason,  it 
is  an  advantage  to  have  plates  made  in  sections,  which  can  be  moved  around  in 
rotation  (see  §  520). 

The  consideration  of  the  individual  methods  of  dressing  plates  will  be  re- 
served to  be  taken  up  jointly  with  methods  for  removing  accumulated  amalgam. 

§  532.  Cleaning  or  the  Removal  op  Accumulated  Amalgam  from  Plates. 
— As  shown  in  Table  336,  this  takes  place  at  intervals  varying  all  the  way  from 
1  day  (24  hours)  to  30  days.  The  former  is  by  far  the  more  common,  and  in 
a  few  mills  the  cleaning  occurs  at  the  same  time  as  the  dressing.  It  is  claimed 
that  more  amalgam  is  obtained  by  frequent  cleaning,  but  it  is  a  question  which 
will  be  decided  by  the  ledger  whether  the  increase  is  sufficient  to  pay  for  the 
additional  time  lost  in  cleaning. 

In  a  general  way,  the  cleaning  consiste  of  the  softening  up  of  the  amalgam  by 
the  use  of  quicksilver  rubbed  in  with  a  cloth  or  brush,  and  the  collection  of  the 
amalgam  by  a  rubber  scraper.  A  steel  scraper  for  removing  patches  of  hard 
amalgam  is  recommended  in  some  mills  and  condemned  in  others.  After  the 
amalgam  is  removed,  the  plate  is  dressed  and  is  then  ready  for  use  again.  It  is 
found  in  most  mills  that  cleaning  plates  in  the  way  just  indicated  does  not  re- 
move all  the  amalgam,  but  that  there  is  a  tendency  for  a  layer  of  hard  amalgam  to 
gradually  build  up  which  cannot  be  removed  except  by:  (a),  prolonged  scraping; 
or  (6),  ^^sweating^^  with  boiling  water  or  hot  sand ;  or,  in  some  cases  (c),  by  ham- 
mering and  buckling  the  plate ;  or  (rf),  by  acid  treatment.  A  thin  coating  of  amal- 
gam should  always  be  left  after  cleaning  in  order  to  have  the  plate  retein  ite  effi- 
ciency as  a  catcher  of  gold.  It  is  generally  considered  better  not  to  allow  this  hard 
amalgam  to  collect  to  any  great  extent  as  it  is  liable  to  make  the  plates  work 
unevenly.  It  also  represents  so  much  capital  tied  up,  and,  finally,  it  is  a  temp- 
tation to  theft.  In  custom  mills,  its  growth  will  cause  an  ^'overlapping^  error 
with  each  succeeding  run,  which  can  hardly  be  tolerated. 

§  533.  Details  of  Methods  for  Dressing  and  Cleaning  Plates. — For 
purposes  of  illustration,  the  details  of  the  methods  of  dressing  and  cleaning 
as  practiced  in  several  mills,  will  now  be  given.  At  Mill  73  the  cleaning  and 
the  dressing  are  done  at  the  same  time.  The  description  which  is  here  given 
is  largely  taken  from  W.  J.  Loring.'* 

The  first  22  feet  of  plates,  or  No.  1  sluice  plates,  are  dressed  and  cleaned  every 
morning,  two  men  usually  working  adjoining  batteries.     As  has  previously  been 
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noted^  these  plates  are  double  in  this  mill,  so  that  it  is  merely  necessary  to  plug 
out  one  plate,  turning  the  whole  pulp  on  the  other,  which  does  double  work 
during  the  time  of  cleaning  and  dressing.  The  plates  are  first  hosed  oflE  with 
clean  water  to  remove  all  sand,  sprinkled  with  sufficient  quicksilver  to  wet  them 
all  over  and  scrubbed  with  a  whisk  broom  to  loosen  as  much  amalgam  as  possi- 
ble. They  are  then  rubbed  down  with  a  piece  of  75%  pure  india-rubber  gum 
^  inch  thick  and  4X7  inches  in  size.  Tiie  amalgam  so  collected  is  removed 
by  an  amalgam  scoop.  The  plates  are  again  rubbed  with  the  whisk  broom,  mer- 
cury being  sprinkled  on  at  the  head  as  required.  The  last  section  is  always 
brushed  upward  from  the  extreme  end,  so  that  in  case  any  amalgam  should  be 
hanging  to  the  edge  of  the  plate,  it  will  be  brushed  up  to  where  it  can  be  readily 
seen  and  picked  up.  Every  five  or  six  days,  a  weak  solution  of  potassium  cyanide 
made  by  dissolving  two  or  three  lumps  of  cyanide  in  a  pail  of  water,  is  used. 
The  time  required  for  two  men  to  dress  24  plates,  each  22  feet  long  and  2  feet 
wide,  is  from  1^  to  2  hours.  Once  a  month,  on  the  day  before  the  batteries  are 
to  be  cleaned  up,  these  plates  are  scraped  for  removing  the  hard  amalgam,  aa 
follows:  After  the  soft  amalgam  has  been  removed  with  a  rubber  scraper,  as 
previously  described,  then  the  surface  is  scraped  with  steel  scrapers,  made  of  old 
files  bent  at  right  angles  about  2  inches  from  one  end  and  ground  to  a  sharp 

edge,  as  shown  in  Fig.  436.     The  edge  should  be  per- 
^  [^   fectly  straight  across,  except  at  the  corners  where 

it  is  slightly  rounded.  The  amalgam  is  nowhere 
1  entirely  removed,  the  purpose  of  the  scraping  being 
J   merely  to  reduce  it  to  a  thin  film.     Most  of  the 


.«^  scraping  is  needed  upon  the  upper  part  of  the  plates, 

KG.  4db.— 60RAPBR.        ^  ^^j^  ^^  exception  of  a  few  isolated  spots,  the 

amalgam  does  not  accumulate  to  much  thickness 

below  the  first  8   feet.     Great  care  is  taken  in  using  scrapers   on   silvered 

plates,  as  it  takes  but  little  scraping  to  cut  the  silver,  which  not  only  spoils  the 

?»Iates,  but  makes  a  very  low  grade  of  bullion.  The  amalgam  removed  is  trans- 
erred  to  an  enamel-lined  cast  iron  kettle  by  an  amalgam  scoop.  The  plates  are 
next  sprinkled  with  quicksilver  and  Scrubbed  thoroughly  with  a  whisk  broom, 
care  being  had  to  put  quicksilver  on  all  parts.  Then  the  amalgam  is  collected 
again,  using  only  a  rubber  and  scoop  to  transfer  it  to  the  kettle.  After  going 
over  the  plate  once  more  with  a  whisk  broom,  sprinkling  a  little  quicksilver  at 
the  head  as  required,  the  pulp  is  turned  on  ana  operations  are  resumed.  For 
this  monthly  cleaning  and  scraping  of  the  twelve  pairs  of  No.  1  sluice  plates, 
the  force  required  is  six  men  for  four  and  one-half  hours,  and  then  four  men 
for  one  and  one-half  hours. 

.  In  this  mill  nothing  is  done  to  the  8  feet  of  No.  2  sluice  plate  except  at  the 
time  of  the  fortnightly  clean  up  of  the  mill.  At  that  time,  the  water  is  turned 
off,  the  stamps  hung  up,  the  plates  hosed  off,  scraped  with  a  steel  scraper  and  the 
amalgam  rtmoved.  Next  quicksilver  is  sprinkled  on  and  the  plates  scrubbed 
with  a  whisk  broom,  and  amalgam  is  collected  by  a  rubber  and  removed.  Fin- 
ally they  are  dressed  with  quicksilver  and  a  whisk  broom.  The  plates  on  the 
vanner  distributors  are  dressed  and  cleaned  every  week  in  the  same  way  as  the 
sluice  plates  just  described,  except  that  the  stamps  are  not  hung  up,  but  the 
vanner  is  simply  stopped,  and  the  pulp  coming  to  it  is  diverted  to  another 
vanner,  which,  temporarily,  does  double  work. 

The  preceding  description  covers  the  regular  treatment  of  all  the  plates  in 
Mill  73.  There  is,  however,  an  additional  cleaning  which  takes  place  after 
a  plate  has  been  in  use  a  long  time,  and  the  silver  has  scoured  off  in  spots  which 
makes  it  very  troublesome  to  keep  in  good  condition.  In  this  case,  the  plate 
is  taken  out,  the  soft  amalgam  is  first  removed  by  the  rubber  and  put  by  itself. 
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then  the  hard  amalgam  is  scraped  off  until  the  copper  appears^  and  this  is  put 
by  itself.  Finally  a  layer  of  the  copper  is  scraped  off,  and  the  plate  is  sent  to 
be  silver  plated,  as  described  in  §  529,  or,  if  it  is  in  very  bad  condition  from 
dents  and  wear,  it  is  cut  up,  melted  into  bars  and  sold  for  the  gold  and  silver 
which  it  contains. 

At  Mill  57  the  hard  amalgam  which  gradually  accumulates  on  the  plates,  is 
removed  periodically  by  first  softening  it  by  pouring  boiling  water  over  the 
plates  or  by  immersing  them  in  boiling  water.  The  softened  amalgam  is  then 
easily  scraped  off.  After  a  six  months^  interval,  this  process  of  "sweating,"  as 
it  is  called,  yielded  1,703  ounces  of  amalgam,  from  which  600  ounces  of  gold 
were  obtained,  valued  at  $10,524.82.  This  was  from  the  plates  of  forty  stamps. 
At  Mill  59,  which  also  has  40  stamps,  this  process  of  sweating  yielded  $19,000 
from  the  outside  plates  after  an  interval  of  1^  years. 

Mr.  E.  E.  Woakes^^  tells  of  a  mill  in  which  the  gold  was  of  a  high  fineness, 
often  of  940,  and,  at  the  same  time,  very  finely  divided,  and  the  amalgam,  which 
remained  after  cleaning  every  8  hours,  was  very  hard  even  though  mercury 
was  used  in  considerable  excess.  To  remove  this,  after  one  month,  by  a  steel 
scraper  from  a  lip  plate  48  inches  by  10  inches,  took  a  man  half  a  day.  This 
difficulty  was  overcome  by  the  use  of  hot  sand  at  the  time  of  the  monthly  clean- 
ing. For  the  lip  plates,  this  is  applied  by  placing  them  in  a  box  with  layers 
of  the  sand  between  them,  which  has  been  previously  heated  to  near  a  dull  red 
heat.  After  about  half  an  hour,  these  are  taken  out  by  tongs  and  scraped,  the 
amalgam  coming  off  like  butter.  The  upper  4  feet  of  the  apron  plates  also 
have  hot  sand  spread  upon  them.  As  it  cools  it  is  replaced  by  more  hot  sand, 
until  a  trial  shows  the  plates  to  be  soft.  Ten  minutes*  application  of  the  scraper 
then  takes  off  the  amalgam  and  leaves  the  plates  in  good  condition  for  catching 
the  gold. 

§  534.  At  Mill  67  the  plates  are  rubbed  up  with  a  brush  or  chamois  skin 
every  half  hour.  Every  6  hours  they  are  dressed  with  mercury.  They  are 
cleaned  after  each  run,  which  usually  lasts  13  days.  The  method  is  as  follows : 
The  stamps  are  hung  up,  the  water  shut  off,  and  the  sand  washed  off  the  plates 
with  a  hose.  Mercury  is  sprinkled  from  the  hand  over  the  upper  3  feet  of  the 
plate,  and  then  spread  transversely  by  a  flat  paint  brush  5  inches  wide.  The 
whole  plate  is  gone  over  in  this  way.  Then  the  whole  plate  is  rubbed  down  with 
chamois  ^kin  from  the  top  toward  the  middle,  and  from  the  bottom  up  toward 
the  middle.  All  pimples  are  removed  by  a  scraper  made  from  an  old  saw  blade. 
Amalgam  is  then  removed  by  rubber  and  scraper  to  a  bowl.  The  plate  is  again 
brushed  transversely  to  spread  the  mercury,  the  water  is  turned  on  and  the  stamps 
started. 

Every  month  or  two,  in  order  to  remove  the  accumulations  of  hard  amalgam 
not  removed  by  the  preceding  treatment,  without  recourse  to  scraping  with  a 
chisel,  a  coarse  blanket,  so  folded  as  to  fit  the  plate  snugly,  is  placed  over  the 
plate.  Then,  by  means  of  a  pipe  and  hose,  a  stream  of  hot  water  is  run  over 
this  blanket,  keeping  it  thoroughly  saturated  until  the  plate  is  well  heated 
through  to  the  wooden  backing  beneath  it.  Next,  beginning  at  the  top,  a  strip 
of  blanket  about  6  inches  wide  is. turned  down  and  with  a  scraper,  made  of  a 
bit  of  old  saw  blade,  the  accumulated  amalgam,  which  parts  easily  from  the 
plate  after  this  heating,  is  rapidly  and  thoroughly  removea.  During  this  scrap- 
ing process  the  hot  water  is  still  running  over  trie  blanket  below,  so  that  when 
the  first  six  inches  is  finished  the  blanket  is  rolled  down  another  six  inches,  and 
the  process  repeated  until  the  whole  surface  of  the  plate  is  cleaned.  This  treat- 
ment is  found  to  keep  the  plates  in  good  condition.  It  is  not  advisable  to  let 
the  amalgam  accumulate  over  three  months,  as  the  plates  g^i  too  valuable  to  be 
left  in  the  mill. 
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At  Mill  66  the  dressing  and  cleaning  are  done  at  the  same  time  every  morn- 
ing. Two  men  work  together.  The  water  supply  of  the  battery  is  first  shut  off, 
the  stamps  are  hung  up.  The  splash  board  is  removed,  washed  at  the  head  of  the 
apron  plate  with  water  through  a  hose,  and  placed  at  the  lower  end  of  the  plate. 
The  hose  is  then  turned  on  the  screen  and  apron  plates  to  remove  all  sands  that 
have  collected  there  and  which  would  scratch  the  plate.  The  plate,  if  normal, 
is  clear  and  bright  except  for  occasional  spots,  so  called  blisters,  resulting  from 
iron  and  copper  salts.  These  are  removed  by  a  scraper  in  the  form  of  a  blunt 
double  ended  straight  chisel.  Then  the  two  men  loosen  the  amalgam  with  heavy 
whisk  brushes,  beginning  at  the  top  and  working  downward.  When  this  is 
done,  the  amalgam  is  swept  in  the  opposite  direction  and  collected  at  the  head 
of  the  apron  plate.  There  it  is  brushed  into  the  amalgam  scoop  with  a  rubber 
scraper  (a  small,  sharp-edged  piece  of  belting)  and  emptied  into  a  small  iron 
receiver.  After  this,  the  plates  are  brightened  by  brushing  them  with  a  whisk 
broom,  using  tailings  moistened  with  a  dilute  solution  of  potassium  cyanide,  the 
men  working  from  the  head  of  the  plate  downward.  If  necessary,  a  little  quick- 
silver is  sprinkled  on  the  plate  from  a  bottle,  over  the  neck  of  which  a  piece 
of  canvas  is  securely  tied.  After  being  brightened,  the  plates  are  smoothed 
with  soft  paint  brushes  passed  transversely  over  them,  beginning  at  the  bottom. 
This  finishes  the  operation,  which  requires  ten  minutes  per  battery. 

§  535.  At  Mill  82  the  dressing  of  the  lip  and  apron  plates  is  done  much  more 
frequently  than  the  cleaning,  and  consequently  the  processes  are  entirely  distinct. 
The  plates  are  dressed  every  two  hours  with  a  brush,  a  good  whitewash  brush 
being  preferred.  The  stamps  are  hung  up  and  the  plate  washed  with  clear 
water,  which  exposes  the  surface.  The  surface,  if  soft,  needs  very  little,  if  any, 
mercury.  It  is  generally  harder  at  the  top  than  at  the  bottom,  in  which  case  a 
little  mercury  is  sprinkled  on.  Then  the  plate  is  brushed  in  waves,  beginning 
at  the  bottom  comer  and  working  the  amalgam  toward  the  top  and  inward  at 
the  same  time,  not  omitting  the  smallest  portion  of  the  plate.  The  brush  is 
drawn  across  the  full  width  of  the  plate,  which  forms  the  amalgam  in  miniature 
rifiles.  Very  little  mercury  is  needed  as  a  rule  at  the  lower  end  of  the  plate.  A 
weak  solution  of  potassium  cyanide  is  used  when  necessary. 

The  cleaning  of  the  plates  takes  place  every  24  hours.  The  surface  of  the 
plates  is  first  washed.  Then  the  amalgam  is  slightly  softened  and  loosened  by 
sprinkling  a  small  quantity  of  mercury  over  the  plate  and  rubbing  thfi  surface 
with  a  cloth  or  whisk  Inrush,  after  which  the  amalgam  is  removed  with  a  stiff 
rubber  scraper  4  inches  wide,  made  out  of  rubber  belting.  The  use  of  a  steel 
scraper  is  not  allowed  except  for  the  removal  of  blisters  or  any  fixed  impurities 
which  may  occasionally  be  found  on  the  plate. 

In  this  mill  the  hard  amalgam  is  allowed  to  build  up  on  the  plate,  it  having 
been  found  impossible  to  remove  it  by  a  steel  scraper  without  injury  to  the 
plate,  owing  to  the  extreme  hardness  of  the  scale,  and  experience  has  further 
shown  that  more  gold  and  silver  are  saved  by  a  plate  covered  with  this  hard 
amalgam  than  by  one  not  so  covered  or  one  that  has  been  scraped  with  a  steel 
scraper.  After  three  or  four  years  the  plates  are  taken  out  and  the  amalgam 
on  them  removed.  To  do  this,  "sweating**  with  hot  water  was  tried,  but  the 
only  result  was  the  salivation  of  the  workmen  while  the  amalgam  still  remained 
on  the  plate.  Immersing  the  plates  in  chemical  solution  succeeded  no  better. 
The  most  efficient  method  was  to  buckle  the  plate  by  striking  the  back  and  front 
of  it  with  a  light  hammer,  a  small  block  of  wood  being  used  to  deaden  and  dis- 
tribute the  blow.  This  causes  the  amalgam  to  scale  off,  leaving  only  a  thin  film, 
which  is  pubsequently  removed  with  a  chisel  or  scraper.  The  following  is  an 
average  example  of  trie  yield.  An  apron  plate  8  feet  long  and  54  inches  wide, 
after  having  been  in  continual  use  for  3  years  and  10  months,  had  an  accumula- 
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tion  of  amalgam  on  it' no  less  than  0.16  inch  thick  at  the  head  end  and  gradu- 
ally decreasing  to  barely  0.0626  {■^)  inch  at  the  lower  end.  When  removed, 
this  amounted  to  160  pounds  avoirdupois.  Retorting  reduced  this  to  60.6 
pounds  or  38%  of  crude  bullion  and  melting  produced  a  gold  bar  weighing 
866.1  ounces  Troy,  which  had  a  total  fineness  of  993.9,  being  431.4  fine  in  gold 
and  662.6  fine  in  silver.  Its  total  standard  value  was  $8,340.64.  During  the 
time  the  plate  was  in  use,  the  battery  crushed  14,942  tons  of  ore,  containing 
about  \  ounce  of  gold  and  7  to  12  ounces  of  silver  per  ton  of  2,000  pounds,  and 
there  were  recovered  from  the  plate  6,426  ounces  of  bullion,  which  was  541.6 
fine  in  gold  and  443.9  fine  in  silver.  Its  total  standard  value  was  $76,184.20. 
The  removal  of  the  hard  amalgam  made  the  plate  unfit  for  further  service,  so 
that  after  every  visible  portion  of  amalgam  had  been  removed  it  was  cut  up 
and  melted  into  a  bar.  This  bar  contained  8.96  ounces  gold  and  9.62  ounces 
silver  and  its  value  was  more  than  double  the  cost  of  a  new  plate. 

So  great  an  accumulation  as  indicated  by  the  preceding  figures,  has  been  the 
cause  of  considerable  discussion  and  even  criticism.  Its  occurrence  is  due  to 
the  extreme  hardness  of  the  amalgam,  which  makes  the  use  of  a  steel  scraper 
unwise.  Why  the  amalgam  is  so  hard  in  this  mill  is  not  satisfactorily  explained. 
In  another  mill,  where  the  same  trouble  occurred,  it  was  ascribed  to  the  fact 
that  the  plates  are  run  too  "wet,"  that  is,  with  too  much  quicksilver  on  them, 
and  to  the  too  liberal  use  of  potassium  cyanide,  both  of  which  tend  to  make  the 
amalgam  hard.  The  proof  that  these  were  the  causes  was  that  there  was  no  such 
trouble  when  the  amount  of  mercury  and  cyanide  used  was  reduced.  The  hard- 
ness does  not  appear  to  be  due  to  the  presence  of  a  large  amount  of  silver  in  the 
ore,  as  experience  at  this  mill  tends  to  show  that  silver  amalgam  is  not  so  stiflE 
and  hard  as  gold  amalgam.  That  the  hardness  of  the  amalgam  is  due  to  the 
lower  percentage  of  quicksilver  that  it  contains,  is  shown  by  the  fact  that  the 
acccumulated  scale  contains  38%-  bullion,  whereas  amalgam  from  the  daily 
cleaning  never  contains  more  than  20,  and  frequently  not  more  than  10%. 

The  author^s  theory  of  the  cause  of  hard  amalgam  is  entirely  mechanical.  If, 
for  any  cause,  the  amalgam  is  allowed  to  flow  on  plates,  only  the  fluid  or  No. 
1  amalgam  (see  §  614),  flows  away,  leaving  behind  a  hard,  crystalline  amalgam. 
Anything  which  will  tend  to  cause  this  flowing  will  tend  to  cause  hard  amalgam. 
Por  example:  (a)  Excessive  jarring  of  the  plates.  (6)  An  excess  of  mercuiy 
put  on  the  plates  will  start  the  flow,  and  the  flow  once  started  will  continue  until 
amalgam  left  is  drained  almost  dry  and  becomes  hard,  (c)  Cyanide  of  potas- 
sium will  soften  up  plates  temporarily  and  start  the  flowing  the  same  as  an 
excess  of  mercury.  In  Mill  82  the  plates  are  connected  directly  to  the  battery, 
a  large  amount  of  mercury  is  used  on  them  since  the  amalgamating  pans  catch 
any  that  is  lost  from  the  plates,  and  a  considerable  amount  of  cyanide  is  used. 
With  all  three  of  these  causes  acting,  it  is  possible  that  one  or  more  of  them  may 
be  the  cause  of  the  hard  amalgam. 

This  statement  that  an  excess  of  mercury  causes  hard  amalgam  appears  at 
first  sight  to  conflict  with  that  given  in  §  630  that  amalgam  can  be  softened  up 
by  adding  more  mercuiy.  The  author  is  satisfied  that  there  is  something  in  the 
conditions,  not  yet  explained,  which  makes  both  statements  true.  The  analogy 
of  a  macadamized  road,  which  is  made  muddy  by  a  little  rain,  but  which  dries 
up  quickly  to  a  hard  surface  after  a  pouring  rain,  is  another  case  where  the  same 
cause  gives  opposite  results  owing  to  changed  conditions. 

§  636.  At  Mill  77  the  plates  are  dressed  every  12  hours  with  a  mop,  using  a 
solution  of  2  ounces  of  potassium  cyanide  in  3  gallons  of  water.  They  are 
cleaned  every  24  hours.  TJsually  a  rubber  belt  scraper  is  all  that  is  requiied  to 
remove  the  amalgam,  but  if  it  cakes  on  the  plate  making  a  hard  and  rough  sur- 
face, a  steel  scraper  is  necessary.    A  little  quicksilver  is  sprinkled  over  the  upper 
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part  of  the  plate  after  removing  the  amalgam,  and  finally  it  is  mopped  with  the 
solution  of  potassium  cyanide.  With  the  above  treatment  the  accumulation  of 
amalgam  occurs  only  slightly,  if  at  all,  in  liiis  mill.  Even  after  10  years  of 
service,  an  apron  plate  12  feet  long  and  54  inches  wide,  when  scoured  for  several 
hours  with  tailings,  hot  water  and  quicksilver,  yielded  amalgam  only  to  the  value 
of  $100.  Smelting  the  remainder  of  the  plate  yielded  about  $150,  or  about  8 
ounces  of  fine  gold.  The  bullion  in  this  mill  averages  740  fine  in  gold  and  220 
in  silver. 

Some  of  the  ores  treated  in  this  custom  mill  have  a  strong  tendency  to  form 
hard  amalgam  on  the  plates,  but  this  has  to  be  removed  at  the  end  of  the  run, 
which  is  easily  done  by  a  steel  scraper  and  without  injury  to  the  plates.  In  fact, 
the  plate  is  said  to  be  in  better  shape  for  catching  gold  after  the  hard  amalgam 
is  removed.  The  scrapers  used  are  made  of  steel  fj  inch  thick,  about  3  inches 
wide  and  ground  square  across  so  as  to  give  two  right  angled  edges.  There  are 
plates  on  the  bumping  tables  of  this  mill  upon  which  amalgam  accumulates  which 
cannot  be  entirely  removed  by  a  steel  scraper  and  can  only  be  fuUy  recovered 
when  the  table  is  worn  out.  This  is  another  instance  of  extreme  jar  and  very 
hard  amalgam  associated  together. 

At  the  Fortuna  mill,  Bendigo,  the  hard  amalgam  is  removed  from  the  plates 
every  six  months  by  acid  (the  kind  of  acid  is  not  given).  According  to  Bickard, 
this  acid  treatment  is  injurious  to  the  plate  as  it  robs  it  of  its  surface  of  gold 
amalgam.  One  clean  up  of  eighteen  plates  yielded  646  ounces  of  amalgam 
giving  235  ounces  and  4  pennyweights  of  gold. 

A  neat  tool  used  by  Sperry  for  loosening  amalgam,  is  made  from  a  common 
putty  knife  by  cutting  off  about  one-half  of  its  length  and  grinding  so  as  to  have 
a  slight  bevel. 

It  frequently  happens  on  plates  which  have  not  been  properly  cared  for,  or 
which  have  been  too  closely  scraped,  that  obstinate  spots  will  occur,  which  in- 
crease in  size  as  time  goes  on.  Such  spots  formed  in  Mill  69  by  the  removal  of 
a  layer  of  hard  amalgam  which  exposea  the  copper  in  places.  They  are  covered 
with  ^'verdigris**  while  running  and  are  surrounded  by  an  irregular  ridge  of  hard 
amalgani.  They  will  coat  over  with  amalgam  during  the  dressing  of  the  plates, 
but  when  the  pulp  is  started  again  they  are  soon  scoured  to  bare  copper.  The 
treatment  used  for  them  in  Mill  69  is  to  first  dress  the  plates  with  mercury, 
followed  by  a  wash  with  dilute  cyanide  solution.  Then  spread  tailings  over  the 
spot  and  rub  vigorously  with  a  wooden  block.  A  little  nitrate  of  mercury  may 
be  used  to  good  advantage.  The  rubbing  is  continued  until  a  smooth  and  uni- 
form surface  is  obtained.  The  fine  tailings  used  should  be  saved  and  treated  in 
the  clean  up  barrel.  By  repeating  this  process  every  time  the  plates  are  dressed, 
it  will  be  found  that  the  spread  of  the  spots  is  quickly  arrested  and  then  their  size 
gradually  diminishes  until  after  a  month  or  two  they  have  disappeared  entirely. 

For  the  stains  which  remain  after  scrubbing  with  a  gunny  sack  and  sand  and 
rubbing  in  mercury  with  a  chamois  skin,  Hardman  uses  the  following  procedure : 
The  plate  is  thoroughly  cleaned  and  dried,  scraped  with  a  chisel  until  all  oxide 
is  removed  and  the  copper  is  bright.  Then  mercury  is  thoroughly  rubbed  in  with 
canvas  or  chamois  moistened  with  potassium  cyanide.  When  well  coated,  the 
spots  are  painted  over  with  very  fine  gold  amalgam,  prepared  as  previously  de- 
scribed in  §  527.     This  treatment  will  permanently  eradicate  the  spots. 

§  637.  Relative  Proportions  of  Gold  and  Silver  in  Daily  Amalgam  as. 
Compared  with  Hard  Amalgam. — ^Table  337  shows  that  in  one  mfll  the  total 
fineness  of  hard  amalgam  is  greater  than  that  of  daily  amalgam  and  in  the 
other  it  is  the  reverse.  The  proportion  of  gold  to  silver  is  greater  in  the  daily 
than  in  the  hard  amalgam  in  both  mills,  but  this  is  exactly  the  reverse  of  what 
is  found  in  Mill  77  and  in  the  Cross  mill  (see  §  538).     The  author  is  inclined  ta 
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believe  that  there  is  no  rule  about  this  matter,  but  that  the  proportions  will  vary 
with  the  conditions. 

C.  M.  Fenner  found  that  if  soft  gold-silver  amalgam  is  squeezed  between  glass 
plates  so  as  to  separate  a  softer  part  which  oozed  out  in  drops  from  a  harder  part 
that  was  left,  Uie  harder  part  had  a  larger  ratio  of  silver  to  gold  than  the  softer 
part,  and  he  argues  that  the  rubber  scraper  practically  does  the  same  thing  as 
the  glass  plates. 

TABLE  337. — PBOPOBTIONS  OF  GOLD  AND  8ILVEB  IN  DAILY  AMALGAM  AND  HABD 

AMALGAM. 


Daily  Amalgam. 

Hard  Amalgam. 

Fineness. 

Ratio  Gold 
toSOver. 

Fineness. 

toSflTer. 

Gold. 

SilTer. 

Total 

Gold. 

Sflver. 

Total. 

Kinss 

641.5 
000 

448.9 

acM) 

866.4 
960 

l.» 
1.714 

481.4 
460 

608.6 
800 

908.9 
780 

0.767 

Bl  SUeneio  mlU 

1.50 

§  538.  Rblativb  Proportions  of  Gold  and  Silver  on  Suoobsbive  Plates. — 
The  gold  is  caught  earlier  than  the  silver  since  silver  has  less  tendency  to  amal- 
gamate than  gold.  The  ratio  of  gold  to  silver  in  amalgam  is  therefore  less  the 
farther  the  amalgam  is  from  the  battery.  The  most  complete  figures  to  illus- 
trate this,  are  those  shown  in  Table  338,  obtained  by  Sperry  with  a  Tremain 
steam  stamp  at  the  Cross  mill,  Colorado.  This  mill  has  no  inside  plates.  The 
apron  plates,  shown  in  Fig.  430,  are  all  54  inches  wide  and  2  feet  long,  except 
the  first  one  which  is  8  feet  long.  The  hard  amalgam  was  all  obtained  from  the 
No.  1  apron  plate.    This  table  shows  that  the  ratio  of  silver  to  gold  increases 

table  338. — AMOUNT  AND  VALUE  OF  AMALGAM  AT  THE  CROSS  MILL. 


AmaljpMn,  where  Obtained. 


Bard  amalgam  tnm.  No.  1  apron  plate. 

Up  plates :...... 

KalH>ron  plate 

No.  %  apron  plate 

Ko.  8  apron  plate 

Na  4  ^iron  plate 

No.6aprooplate 


Wetehtof 
Anuusam. 

Weijrht  of 
Bullion. 

Percent  Bullion 
is  of  Amalgam. 

Gold. 
(tOOOtha) 

Silver. 
(l,000tl)8) 

ft^OOO 

1,607 

88.1 

840.0 

169.1 

4,000 

1^0 

88.8 

aw.7 

178.8 

(a)  1,860 

418 

88.8 

781.8 

818.8 

4,000 

086 

18.1 

CP7B.8 

484.8 

8,000 

807 

16.8 

666.6 

488.4 

8,000 

800 

18.0 

666.8 

444.8 

8,000 

tt6 

14.0 

647.5 

468.6 

(a)  Low  since  the  hard  amalgam  has  been  removed. 

from  189 :  1,000  in  the  hard  amalgam  from  the  first  apron  plate,  to  826 :  1,000 
on  the  No.  5  apron  plate.  Observations  in  Mills  77  and  82  corroborate  the 
facts  indicated  by  the  table. 

Under  certain  conditions  this  law  of  increase  in  the  ratio  of  silver  to  gold  is 
more  or  less  modified,  as  will  be  seen  from  Table  339.  In  case  (a),  the  last 
three  plates  were  originally  plated  with  one  ounce  of  silver  per  square  foot  and 
they  had  been  in  nse  about  a  year.  In  case  (6),  the  plates  had  been  in  use  only 
iibout  six  months.  A  comparison  of  (a)  and  (6)  shows  that  the  proportion  of 
silver  in  the  amalgam  is  higher  in  the  latter  case  and  indicates  that  the  silver 
used  in  plating  is  gradually  scraped  off  with  the  amalgam.  Note  that  the  last 
plate  in  {a)  yields  amalgam  of  about  the  same  fineness  in  gold  and  silver  as  all 
the  plates  of  (6).  It  is  only  after  the  silver  plating  has  been  largely  removed 
that  the  ratio  of  gold  to  silver  decreases  as  the  distance  from  the  mortar  increases. 
The  fact  that  the  silver  of  the  plates  goes  into  the  amalgam  is  further  shown  for 
another  mill  in  (c).  This  is  presumably  a  custom  mill  treating  different  kinds 
of  ore.  The  runs  bracketed,  however,  were  made  at  the  same  time  in  adjoining 
batteries  on  similar  types  of  ore  and  in  a  few  instances,  as  noted,  on  the  same 
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§  539 


identical  ore.  In  almost  every  instance  the  fineness  in  silver  is  higher  in  the 
amalgam  from  the  silver  plated  plates  than  from  the  copper;  also  the  amalgam 
from  a  new  silver  plated  plate  has  a  higher  silver  fineness  than  that  from  an  old 
The  reason  for  this  is  that  there  is  more  silver  on  the  newly  plated  plate. 


one. 


and  hence  more  goes  into  the  amalgam. 

§  539.  Distribution  of  Akaloam. — The  greatest  amount  of  amalgam  is 
generally  obtained  at  the  battery  and  the  amount  decreases  as  the  distance  from 
the  battery  increases ;  also  since  coarse  gold  is  caught  sooner  than  fine,  it  follows 
that  more  amalgam  is  obtained  at  the  battery  and  less  at  the  foot  of  the  plates 
where  the  gold  is  coarse  than  where  it  is  fine.    To  illustrate  these  statements, 

TABLE  339. — ^RATIO  OF  GOLD  TO  SILVER  IN  PLATE  AMALGAM. 


Amalgsm  f  rom 


Fineneas  in 


Gold. 


SUver. 


Ratio  of 
Gold  to  Silver. 


Remarks. 


(a)  Homestake  Mill,  Black  Hills,  South  Dakota.    Tests  made  in  1897. 


Inside  plalte 

Copper  plate,  first  row 

Silvered  plate,  second  row. 
Silvered  plate,  third  row . . 
Silvered  plate,  fourth  row. 


818 

168 

812 

176 

6M 

881 

618 

878 

618 

466 

4.87  to  1 
4.66  to  1 
1.07  tol 
1.64  to  1 
l.lOtol 


(6)  Homestake  MilL    Tests  made  in  18W. 


Silvered  plate,  second  row  . 
Silvered  plate,  third  row. . . 
Silvered  plate,  fourth  row. , 


664 
669 


481 
4S» 


1.84  tol 

1.85  to  1 
1.99  tol 


(e)  Reynolds  MUl,  White  County,  Geor^a. 


Silver  plated  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Silver  plated  plate 

Copper  plate 

Silver  plated  plate 

Copper  plate 

Old  silver  plated  plate. . . 
New  silver  plated  plate. 
Old  silver  plated  plate. . . 
New  silver  plated  plate. . 

Mortar 

Old  fdlver  plated  plate.. . 

Mortar 

New  silver  plated  plate. . 


810 

141 

709 

181 

884 

00 

776 

108 

866 

•117 

790 

148 

8S8 

67 

689 

161 

610 

89 

798 

107 

789 

72 

801 

180 

770 

•907 

891 

108 

867 

127 

808 

188 

858 

144 

t764 

01 

860 

117 

808 

00 

001 

81 

876 

108 

006 

87 

808 

101 

000 

01 

701 

160 

988.6 

60 

805 

186 

5.81  to  1 
4.86  tol 
8.08  tol 
7.18  tol 
7.81  to  1 
6.04  tol 
18.97  tol 

4.88  tol 
7.55  tol 
7.46  tol 

10.17t3l 
4.46  tol 
8.78  tol 

6.07  tol 

6.89  tol 
4.80  tol 

6.08  tol 

8.90  tol 
7.34  tol 
0.01  to  1 

11. 19  tol 
8.11  tol 

10.40  tol 
8.84  tol 
0.80  to  1 
4.06  tol 

16.56  tol 
4.86  tol 


Dec.,  1898. 

Jan.,  1899. 

Feb.,  1899. 

Feb.,  1899. 

(Same  ore) 
March,  1899. 

(Same  orew) 
liarch,  1899. 

(Same  ore.) 
April,  1899. 

(Same  ore.) 

April,  1809. 

April.  1889. 

Same  ore. 

Same  ore. 

Same  ore  in 
-    adjoining 
batteries. 


•  The  oopner  plate  was  in  strips,  which  were  taken  up  at  these  runs  and  the  under  surface  cleaned. 
t  Result  modified  by  the  addition  of  a  little  impure  bulliod  from  a  previous  clean  up. 

Table  340  has  been  prepared,  which  shows  the  results  of  two  tests  made  at  the 
Massachusetts  Institute  of  Technology,  using  no  inside  plates  and  five  outside 

TABLE   340. — ^DISTRIBUTION  OF  AMALGAM. 


Test  No. 

I. 

IL 

Test  No. 

1. 

IL 

Battery  amalgam. 

14.678 
8.094   ( 

0.180 

$9.1894 
0.1889 
0.0068 

Fmirth  nlAte.                   • . . . 

10.099 
0.060 
0.088 

10.0188 
0.0048 

First  plate... 7. 

ITiftii  nl^te 

Second  plate 

Men^urv  tran 

0.01B4 

Thlni  plate 

plates,  each  5^  feet  long.     Lot  No.  I.  was  quartz  with  fine  gold  from  New 
Hampshire.     Lot  No.  II.  was  quartz  and  slate  with  coarse  gold  and  a  small 
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amount  of  sulphurets  from  Nova  Scotia.    Another  example  is  shown  in  Table 
338. 

As  reported  by  the  mills  the  amounts  are  as  follows: 

Mill  67,  67%  in  battery,  23%  from  lip  and  apron  plates,  8%  from  first  sluice 
plate  and  2%  from  the  second. 

Mill  69,1  from  battery,  ^  from  plates. 

Mill  6i,  i  from  battery,  J  from  plates. 

Mill  6i,  f^from  battery,  from  plates. 

Mill  67,^  from  battery,  tV  from  plates. 

Mill  76,  when  gold  is  fine,  \  from  battery  and  J  from  plates ;  when  coarse,  J 
from  battery  and  |  from  plates;  of  that  caught  outside,  49  to  76%  comes  from  the 
upper  18  inches  of  plates. 

Mill  77,  i  each  from  back  inside,  front  inside  and  outside  plates;  none  from 
mortar  sands. 

Oldham  mill,  68.05%  from  mortar  sands,  23.40%  from  inside  plates  and 
8.66%  from  outside  plates. 

§  640.  Absorption  op  Amalgam  by  Copper  Plates. — ^It  is  claimed  that  cop- 
per plates  absorb  gold  amalgam  by  a  gradual  soaking  process.  The  scraping  o^ 
the  under  side  and  obtaining  gold  amalgam  therefrom,  has  been  brought  forward 
as  demonstrating  the  fact  tiiat  the  gold  amalgam  has  passed  through  the  plate 
(Keith  and  Hardman).  Further  evidence  is  from  Mills  73,  77  and  82,  all  of 
which  report  plates  scraped  down  to  bare  copper,  melted  down  and  sold  for  the 
gold  they  contain  (see  §633,  §636  and  §636).  The  porous  nature  of  metals 
in  the  solid  state  may  allow  in  some  cases  a  very  gradual  penetration  of  the 
particles  of  one  into  the  other.  There  is  nothing  in  any  of  the  discussions  to 
show  that  the  creep  of  amalgam  around  the  edge  and  completely  covering  the 
rear  side  of  the  plate  has  been  taken  into  account.  To  prove  that  the  gold  had 
penetrated  the  plate,  the  rear  side  should  have  been  scraped  as  well  as  the  front 
side  before  they  were  cut  up  and  melted. 

Mr.  W.  L.  Libbey  of  North  Brookfield,  Nova  Scotia,  holds  that  the  amalgam 
from  his  coarse  Nova  Scotia  gold  penetrates  the  plate  but  little.  The  author, 
sought  to  ascertain  the  facts  by  testing  a  piece  of  his  plate.  The  plate  chosen 
had  been  used  three  years  continuously  in  various  positions  as  a  sluice  plate 
and  for  about  three  years  preceding  as  an  inside  battery  plate.  It  was  a  plain 
copper  plate  and  is  supposed  at  the  start  to  have  been  either  0.187  (  -^  )  inch 
or  0.166  (iftr)  inch  thick.  As  a  battery  plate  it  had  pass  over  it  about  3,000  tons, 
yielding  about  $16  per  ton,  and  as  a  sluice  plate  it  had  carried  about  7,600  tons 
of  ore,  yielding  about  $10  per  ton  bullion  value.  While  used  as  an  inside  plate, 
it  was  cleaned  with  a  metal  scraper  once  or  twice  a  month,  the  amalgam  not  being 
sufficiently  removed  to  show  much  raw  copper.  While  used  as  a  sluice  plate,  it 
was  cleaned  up  with  the  aid  of  a  metal  scraper  and  brightened  once  a  month. 
It  had  been  scraped  many  times  until  patches  of  bare  copper  appeared.  The 
size  of  the  piece  taken  was  about  3  inches  long,  f  inch  wide,  with  an  average 
thickness  of  0.0888  inch.  Successive  layers  were  removed  from  the  plate  by  a 
steel  scraper,  five  from  the  top  and  four  from  the  bottom  surface,  each  scraping 
being  kept  by  itself,  weighed  and  assayed  for  its  gold  and  silver  contents.  The 
part  of  the  plate  remaining  was  dissolved  in  nitric  acid  and  also  analyzed  for  its 
gold  and  silver  contents.  The  average  thickness  removed  by  each  scraping  was 
determined  by  measuring  with  a  micrometer  gauge  before  and  after.  The  top 
and  bottom  surfaces  were  practically  all  bright  copper  after  two  scrapings  each. 
The  results  of  the  work  are  given  in  Table  341.  Silver  was  also  determined, 
but  as  the  three  corrections  needed,  namely,  the  silver  in  the  copper,  that  in  the 
assay  lead,  and  the  per  cent,  of  copper  in  the  scrapings  were  not  all  known,  the 
results  are  not  given. 
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TABLE  341. — ^ABSORPTION 

OF  AKALOAM  BT 

COPPER  PLATES. 

.Thickness 
of  Plate. 
Inches. 

Thickness 

Removed. 

Inches. 

Welj^ 
Grams. 

Gold  in  Scrapings. 

Feroent 

Weight 
Grams.. 

Pei^oentw 

Gold  Is  of 
Total  Gold. 

Before  scraping 

After  first     scraping. . 

O.OHS 
0.08W 

0.0081 

0.4S88 

0.06188 

11.86 

66.8 

0.0888 

0.0084 

0.5145 

0.00816 

1.780 

9.9 

On  top. 

"     third          "      .. 

0.0817 

0.0016 

O.SflSS 

0.00468 

0.888 

5.0 

"     fourth        " 

0.0808 

0.0015 

0.6865 

0.00068 

0.0778 

0.6 

"     fifth 

0.07T8 

0.0080 

0.7885 

0.00010 

0.0188 

0.1 

"     first 

0.0767 

0.0016 

0.6801 

0.01810 

8.66 

19.6 

On  bottom... 

*'     seoond       ** 

0.07»r 

O.OufllO 

0.7148 

0.00645 

1.18 

9.1 

"     thiitl          " 

0.0718 

0.0016 

C.6677 

0.00046 

0.0689 

0.6 

"     fourth 

0.0700 

0.0018 

0.4S83 

0.00006 

0.0181 

0.1 

Residue 

81.4884 

0.00000 

O.OOOO 

0 

Absolutely  no  gold  was  found  after  about  0.01  inch  had  been  removed  from 
each  surface,  and  over  90%  of  the  gold  obtained  was  recovered  by  removing  a 
layer  of  only  about  0.005  inch  from  each  surface.  This  0.005  inch  also  repre- 
sents the  thickness  removed  when  the  red  color  of  copper  had  appeared  prac- 
tically all  over  both  sides  of  the  plate.  The  gold  accumulated  on  the  under  side, 
presumably  by  creeping,  to  an  extent  almost  half  that  of  the  upper  side.  It  is 
a  fact  which  may  or  may  not  be  of  significance,  that  the  total  yield  of  this  plate 
was  0.042  grams  of  gold  per  square  inch  and  the  plates  in  Mills  77  and  82  when 
smelted,  as  previously  described  in  §  535  and  §  536^  yielded  0.054  and  0.032 
grams  of  gold  per  square  inch  respectively. 

The  results  obtained  in  this  investigation  seem  to  prove  that^  for  the  condi- 
tions existing  in  this  mill,  there  is  but  little  absorption  of  gold  amalgam  by  the 
copper.  It  may  be  that  other  mills  do  not  agree  with  this  and  that  the  rate 
of  absorption  varies  with  varying  conditions,  among  which  are  the  coarseness  of 
the  gold,  the  treatment  of  the  plates  and  the  time  that  they  have  been  in  use. 

Experiments  on  the  rate  of  absorption  were  tried  in  the  Standard  Consolidated 
mill  at  Bodie,  California,  where  the  gold  is  very  finely  divided.  Three  strips  of 
silver  plated  copper  1X3  inches  in  size  were  left  on  the  aprons  for  varying  periods, 
and  were  subjected  to  the  same  routine  as  the  apron  plates  themselves.  They 
were  finally  cleaned  as  closely  as  possible,  all  surface  amalgam  being  removed, 
and  their  values  determined.  It  was  found  that  the  average  rate  of  absorption 
of  gold  per  square  inch  of  surface  per  day  was :  3.68  milligrams  during  the  first 
two  days;  1.15  milligrams  during  the  first  seven  days;  0.70  milligrams  during 
the  first  fourteen  days.  This  indicates  that  the  rate  of  absorption  decreases 
rapidly. 

The  ratio  of  gold  to  silver  absorbed  does  not  appear  to  follow  any  law.  In 
the  experiments  at  the  Standard  Consolidated  mill,  the  metals  were  absorbed  in 
the  ratio  of  10  to  14  parts  silver  to  100  parts  gold,  while  the  amalgam  from 
regular  cleaning  had  75  silver  to  100  gold.  In  Mill  82  the  absorbed  metals  were 
in  the  ratio  of  93  parts  gold  to  100  parts  silver,  while  that  from  daily  cleaning 
had  82  parts  silver  to  100  parts  gold.  This  variation  may  be  due  to  neglect  to 
take  into  pccount  the  silver  put  on  as  electroplating  or  the  silver  which  Lake 
Superior  copper  usually  contains  (.02  to  .12  per  cent.). 

§  541.  The  Effect  of  Temperature  on  Amalgamation. — The  amalgam  on 
plates  appears  to  be  affected  by  temperature  along  the  following  lines:  (1) 
Attraction  of  mercury  for  gold.  (2)  The  cohesive  power  of  mercury  as  shown 
by  coalescence  of  its  globules.  (3)  The  consistency  of  the  amalgam  on  the  plate  . 
(hard  or  soft).  (4)  Percentage  of  ffold  in  amalgam  after  squeezing.  (5)  The 
solution  of  salts  of  metals  in  the  mill  water,  causing  the  possible  deposition  of 
metals  into  the  amalgam  and  the  effect  of  the  same  upon  the  amalgam. 

Within  the.  comparatively  small  range  which  occurs  in  mills,  probably  seldom 
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above  100  **F.  and  never  below  32  ^T.,  the  variation  in  the  attraction  of  mercury 
for  gold  is  80  slight  as  to  be  of  little  consequence. 

Regarding  the  cohesive  power  of  mercury,  W.  F.  Drake  states  that  at  a  low 
temperature  this  is  lost  to  a  considerable  extent.  This  may  be  shown  by  placing 
two  portions  of  broken  up  mercury  in  a  cold  and  warm  dish  respectively ;  that  in 
the  warm  dish  will  be  foimd  to  unite  very  much  more  easily  than  that  in  the  cold. 

The  higher  the  temperature  the  more  fluid  will  amalgam  be  and  the  more  liable 
to  run  off  the  plates.  At  the  mill  of  the  Twelve  Apostles  Gold  Mining  Co.  in 
Transylvania,  Von  Dessauer  notes  that  it  is  not  the  actual  temperature  whether 
high  or  low^  that  is  injurious  to  amalgamation,  but  rather  the  sudden  changes 
in  temperature.  By  cutting  down  the  amount  of  mercury  fed  to  the  battery 
and  gauging  the  amount  entirely  by  the  "feel"  of  the  plates,  it  is  possible  to  have 
the  amalgam  of  the  same  consistency  in  the  summer  as  in  the  winter,  and  prevent 
entirely  any  serious  flowing  of  amalgam.  In  spring  and  autumn,  however,  when 
the  mill  water  was  much  wanner  in  the  day  time  than  in  the  night,  the  amalgam 
would  flow  down  during  the  day  into  the  traps  and  even  beyond,  and  it  was  im- 
possible to  so  regulate  the  mercury  as  to  keep  up  with  the  change.  He  further 
notes  that  the  per  cent,  extraction  of  gold  from  the  ore  in  winter  is  scarcely  dif- 
ferent from  that  in  summer.  Sharpless  reports  that  at  the  Virginia  mill  near 
Merced,  California,  the  amalgam  on  silver  plated  copper  plates  l^gan  to  harden 
Tip  as  the  water  became  warm  and  the  amalgam  became  very  hard,  forming  a 
crystalline  or  granular  alloy  that  could  be  removed  only  by  scraper.  As  the 
water  became  warmer  the  difficulty  increased,  so  that  starting  with  plates  sat- 
urated with  mercury,  after  an  hour  the  upper  four  feet  would  be  as  hard  and 
dry  as  if  no  mercury  had  been  used  and  mercury  would  be  running  off  the  lower 
end  into  the  traps.  Finally,  with  the  water  at  83**  F.  he  hung  up  the  stamps, 
scraped  the  plates,  put  on  a  layer  of  wood  ashes,  covered  with  cool,  damp  sand. 
After  two  days  the  plates  were  in  normal  condition.  Sharpless's  experience  is 
in  direct  conflict  with  that  of  Von  Dessauer  and  may  possibly  have  been  due  to 
the  use  of  too  much  mercury,  which  is  recognized  by  some  mill  men  as  a  cause  of 
hard  amalgam.  As  long  as  the  weather  was  cool  the  amalgam  remained  pasty, 
but  the  advent  of  warm  weather  caused  fluid  mercury  to  separate  out  and  run  off 
leaving  hard  amalgam  behind.  He  was  troubled  about  the  same  time  with  a 
lime  crust  (CaCOj)  upon  his  plates.  On  the  other  hand,  W.  F.  Drake  found 
(name  of  mill  not  given)  that  by  heating  the  battery  water  to  80**  or  90° F. 
the  maximum  saving  of  gold  was  obtained,  as  shown  by  assays  of  tailings  and 
slimes. 

The  effect  of  increased  temperature  is  to  raise  the  percentage  of  gold  in  solid 
amalgam  after  squeezing.  Von  Dessauer  found  in  the  case  previously  cited  that 
with  a  winter  temperature  of  34**  to  36°  F.,  the  amalgam  left  after  squeezing  out 
the  liquid  contained  only  7  to  10%  gold,  while  with  a  summer  temperature  of 
80°  to  90°F.  it  contained  25  to  35%  gold.  There  is  required,  therefore,  three 
or  four  times  as  much  mercury  in  winter  as  in  summer. 

Regarding  the  solution  of  salts,  deposition  in  the  amalgam  and  effect  of  the 
same  upon  its  consistency,  J.  A.  Sanborn  advances  the  theory  that  since  the 
heating  of  water  increases  the  solubility  of  certain  metallic  salts  it  may  cause 
harmful  results  upon  imperfectly  coated  copper  plates.  Iron  from  the  stamp 
shoes  may  deposit  in  the  amalgam  a  metal  that  is  electronegative  to  iron.  For 
example,  a  salt  of  copper,  lead  or  perhaps  arsenic  would  deposit  some  of  its 
metal  in  the  amalgam  in  the  presence  of  iron,  and  this  may  be  the  cause  of  some 
of  the  conflicting  reports  that  have  come  from  some  of  the  authorities.  In  the 
laboratory  of  the  Massachusetts  Institute  of  Technology,  working  Nova  Scotia 
ores  containing  arseno-pyrite,  upon  plates  smeared  with  a  thick  layer  of  silver 
amalgam,  the  amalgam  retorted  and  melted  has,  in  a  number  of  instances,  yielded 
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a  very  brittle  alloy  which  gave  reactions  for  arsenic.  This  is  not  conclusive, 
however,  since  the  arsenic  may  have  come  from  particles  of  arsenopyrite  left  in 
the  cleaned  amalgam.  Since  chemical  action  and  solution  generally  increase 
with  the  temperature,  it  may  happen  that  some  of  the  scums  which  form  on 
plates  may  cause  greater  trouble  at  a  higher  than  a  lower  temperature. 

The  practice  of  the  mills  in  this  matter  is  here  given :  Mill  55  heats  the  water 
fed  to  the  battery  in  winter  by  an  exhaust  steam  coil  in  the  water  tank.  This 
is  done  simply  to  prevent  freezing.  Mills  57  and  61  heat  the  water  on  its  way 
to  stamps  by  coils  in  stoves.  The  latter  mill  brings  it  up  from  42®  to  55**  P. 
thereby.  Mill  87  uses  mine  v^ater  at  50"*.  Mill  66  formerly  did,  but  does  not 
now,  heat  the  water,  as  a  higher  yield  is  obtained  with  water  at  50®  than  at  60® 
or  70  ®F.  Occasionally  a  black  scum  was  noticed  with  warmer  water 
after  the  plate  had  been  rubbed  by  the  hand.  Mill  77  does  not  heat  the 
water,  as  it  was  foimd  that  they  could  amalgamate  better  in  winter  with  very 
cold  water  than  with  warm.  The  amalgam  is  stiffer  without  being  too  rich  in 
gold.  Mills  27,  66,  62,  64,  67,  82  and  84  do  not  heat  the  water  in  winter.  At 
the  Brittania  United  mill,  Ballarat,  Rickard  reports  that  the  battery  water  is 
heated  from  75  ®F.  until  it  gives  off  steam,  with  the  idea  of  aiding  amalgamation. 

Mercury  Wells  and  Riffles  Containing  Mercury. 

§  542.  Definitions. — These  differ  from  amalgamated  plates  in  that,  instead 
of  a  surface  covered  with  amalgam,  there  is  a  pool  of  mercury  with  which  the 
pulp  comes  in  contact  by  passing  over  it  or  through  it,  as  the  case  may  be. 

It  is  proper  at  this  time  to  define  three  terms,  as  they  will  be  used  by  the 
author,  to  avoid  confusion  from  the  use  of  them.  A  mercury  well  is  a  transverse 
trough  or  box  with  an  adjustable  gate  or  baffle  plate,  which  may  or*  may  not  dip 
in  a  pool  of  mercury  with  which  the  apparatus  has  been  charged.  A  riffle  con- 
taining mercury  is  sufficiently  defined  by  its  name  (see  §  510).  A  mercury  trap 
is  any  form  of  apparatus,  whether  box  or  riffle,  which  serves  to  catch  the  mercury 
and  amalgam  that  runs  off  the  plates,  but  does  not  have  mercury  put  into  it  at 
the  start. 

§  543.  Mercury  Wells  can  best  be  described  by  reference  to  Fig.  437,  which 
shows  a  section  of  two  wells  in  the  mill  of  the  South  Clunes  United  Company, 
at  Clunes,  Victoria. 

In  Fig.  438,  the  gate  is  represented  as  dipping  into  the  mercury  with  no  pulp 
passing.  As  soon,  however,  as  pulp  begins  to  flow,  it  depresses  the  mercury 
on  the  receiving  side  and  causes  it  to  rise  on  the  delivering  side  (see  Pig.  439). 
Care  should  always  be  had  not  to  dip  the  gate  too  deeply  into  the  mercury,  as  a 
column  of  mercury  1  inch  high  on  the  delivering  side,  will  sustain  a  column  of 
water  13.6  inches  high  on  the  receiving  side.  It  is  easy  to  calculate  the  maximum 
depth  that  it  can  be  immersed  for  any  given  well,  and  is  expressed  by  the  formula 

, a  m 

~12.6  (m+n) 

where  d  is  the  depth  immersed,  a  is  the  difference  in  level  between  the  feed  and 
overflow,  m  is  the  width  of  the  delivering  column  and  n  is  the  width  of  the  re- 
ceiving column,  all  being  in  inches.  Theoretically,  it  would  seem  to  be  best  to 
run  with  the  baffle  board  at  its  maximum  depth  in  order  to  get  as  good  a  con- 
tact with  mercury  as  possible.  Practically,  it  is  not  possible  to  go  to  the  limit 
on  account  of  the  danger  of  throwing  mercury  into  the  overflow. 

The  well  may  be  made  of  wood  or  of  iron.  The  latter  is  better  as  it  tends 
to  keep  the  mercury  bright  and  is  safer  against  leaks.  Louis  states  that  he  has 
nsed  wells  made  of  stout  Fhoot  r»oT)T)er,  which  enabled  the  mercury  to  moisten  the 
walls  and  prevent  the  accumulation  of  sand  in  the  comers. 
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Mercury  wells  are  practically  obsolete  in  this  country.    The  only  instance 

which  the  author  is  able  to 
cite  of  their  use  is  in  the  Cross 
mill,  Gunnison  County,  Colo- 
rado, as  shown  in  Pig.  430. 
They  are,  however,  still  used 
to  a  considerable  extent  in 
Australia  almost  invariably  in 
connection  with  amalgamated 


;no.  438. 


FIG.  439. 


PIG.  437. — SECTION    OP   MOETAR    AND    MERCURY 
WELLS  AT  CLUNBS. 


(6)  Plate,  3  feet  long. 


plates.  Even  there  the  ten- 
dency is  to  do  away  with  them. 
The  position  which  they  oc- 
cupy with  respect  to  the  plates 
and  other  amalgam  catchers, 
is  shown  for  three  mills  by  the 
following  outlines.  The  di- 
mensions of  the  wells  and  the 
amounts  of  mercury  which 
they  contain  are  also  given  in 
a  few  instances. 

So.  Clunes  United  Co.  mill, 
Victoria  (see  Fig.  437).  (a) 
Mortar.  (6)  Mercury  well  3 
inches  wide,  4  inches  deep,  10 
inches  drop,  containing  60 
pounds  of  mercury,  (c)  Sec- 
ond well,  like  the  first  except 
it  has  but  8  inches  drop,  {d) 
Blankets.  The  two  mercury 
wells  yield  21.87%  of  the  total 
amalgam  obtained. 

Old  Star  of  the  East  mill, 
Ballarat,  Australia,  (a)  Mor- 
tar. (6)  Two  mercury  wells, 
(c)  Plates,  (d)  Two  mercury 
wells,  (e)  One  riffle  contain- 
ing mercury,  {f)  Blankets. 
{g)  Shaking  tables. 

Oriental    mill,    Ovens    Dis- 
tr^'ct,   Victoria,      (a)    Mortar: 
(c)  Mercury  well,  6  inches  deep,     (d)  Three  plates. 
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each  4  feet  long,  the  first  two  of  which  are  followed  by  mercnry  wells,  4  inches 
deep,  (e)  Each  of  the  four  plates  (6)  and  {d)  is  divided  into  halves  by  a 
rifBe  3  inches  wide  and  §  inch  deep,  containing  mercury.  Only  2%  of  the 
total  amalgam  is  caught  by  the  wells  and  riffles.  (/)  Pans. 
Where  the  ore  contains  sulphurets  they  accumulate  on  the  surface  of  the  mer- 
cury preventing  contact  of  gold  and  have  to  be 
removed  periodically.  Im  the  Saxon  miU, 
which  has  an  ore  with  a  large  amoimt  of  sul- 
phurets, this  is  done  by  a  cloth  every  four  hours. 
According  to  Rickard,  this  is  not  often  enough 
and  every  half  hour  would  be  better.  The  amal- 
gam from  clean  free  gold,  which  forms  at  the 
surface  of  the  mercury,  ordinarily  sinks  to  the 
bottom  and  may  be  removed  by  the  hand. 
Rusty  gold  or  gold  attached  to  pyrite  often 
clings  to  the  mercury  at  the  surface  and  may 
be  removed  by  a  scraper  and  scoop.  Generally 
PIG.  440. — HUNGARIAN  MEBOUBY  about  oDcc  a  week,  the  contents  of  the  well  are 
WELLS.  drawn  off  through  a  plug  in  the  bottom^  which 

is  usually  made  with  a  slight  slope  either  toward 
one  end  or  toward  the  middle  to  facilitate  the  draining.  Sometimes  there  is  no 
plug  and  they  are  cleaned  out  by  a  scoop.  The  amalgam  is  separated  from  the 
mercury  by  straining  through  chamois  or  cloth  and  the  mercury  put  back  together 
with  what  additional  mercury  is  required  to  make  up  for  that  contained  in  the 
amalgam. 

A  form  of  mercury  well  used  in  Hungary,  in  which  the  baffle  plate  is  widened 
into  a  block,  is  shown  in  section  in  Fig.  440.  This  is  done  with  the  idea  of 
obtaining  longer  contact  of  the  pulp  with  the  mercury. 

§  644.  Ripples  Containing  Mercury. — These  are  simpler  in  form  than  mer- 
cury wells.  They  are  not  used  to  any  great  extent  in  this  country,  except  in 
gravel  mills  and  in  hydraulic  mining  where  the  gold  is  coarse.  Those  of  Mill 
56,  used  in  connection  with  plates,  have  already  been  described  in  §  511. 

At  the  Mayflower  drift  mill  amal- 
gamated (plates  were  d>iscarded  and 
were  replaced  by  a  wooden  table  with 
horizontol  cross  grooves  1^  inches  wide, 
1  inch  deep  and  about  20  inches  apart. 
These  grooves  or  riffles  contain  mer- 
cury. They  are  followed  by  a  Eureka  rubber  and  other  riffles  which  contain  no 
mercury. 

At  the  Magalia  drift  mill,  the  pulp  first  passes  over  an  amalgamated  plate  30 
inches  long.  It  then  passes  over  five  transverse  riffles  filled  with  mercury,  which 
are  two  inches  wide,  i  inch  deep,  53  inches  long  and  10  inches  apart.  The  riffle 
block  between  them  is  covered  with  sheet  iron  y^  inch  thick,  to  prevent  wear. 
Next  come  Hungarian  riffles  and  a  long  sluice  with  riffles.  Owing  to  the  coarse- 
ness of  the  stamping  (through  a  |-  -inch  hole)  the  plate  does  not  work  very  suc- 
cessfully, it  being  difficult  to  keep  it  from  scouring. 

In  Australia  the  use  of  riffles  containing  mercury  is  very  common  in  connec- 
tion with  plates  and  mercury  wells.  Their  precise  location  in  three  mills  has 
already  been  shown  in  §  543.  Their  form  in  every  case  is  a  depressed  rec- 
tangular trough.  Their  care  and  cleaning  is  similar  to  that  of  mercury  wells 
except  that  the  amalgam  is  usually  scooped  out  instead  of  being  drained  off. 

It  is  possible  to  put  mercury  into  almost  any  kind  of  riffles  such  as  those  pre- 
viously described  in  §  511.     In  hydraulic  mines  the  fine  gravel  sometimes  flows 
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over  an  inclined  table  in  which  are  a  large  number  of  small  circular  holes  filled 
with  mercury. 

At  Orass  Valley,  riffles  containing  mercury  of  the  form  shown  in  Fig.  441, 
were  formerly  used.  These  riffles  were  six  inches  apart  and  f  to  |  inch  aeep  at 
the  lower  end.    The  mercury  covers  a  width  of  2  or  3  inches  in  each  riffle. 

§545.  Advantages  and  Disadvantages  of  Mebourt  Wells  and  Riffles 
Containing  Mergubt. — ^These  pieces  of  apparatus  require  less  attention  than 
plates,  their  first  cost  is  less  than  one-half  as  great  as  plates  and  harmful  minerals 
in  many  instances  do  less  injury^  owing  to  the  absence  of  copper.  For  coarse 
free  gold,  containing  a  very  small  amount  of  sulphurets,  such  as  occurred  at 
Clunes  in  Australia,  they  are  fully  equal,  if  not  superior,  to  plates.  Thus  with  an 
ore  containing  only  3^%  of  sulphurets,  the  old  Star  of  the  East  mill,  previously 
given  in  §  543,  is  said  to  catch  more  gold  than  the  new  mill,  which  omits  the  two 
wells  preceding  the  plates. 

Their  application  is  limited  to  a  few  ores,  for  when  the  sulphurets  are  present 
in  any  considerable  amount,  they  quickly  form  a  scum  over  the  surface.  At  the 
Oriental  mill,  previously  given  in  §  543,  they  yield  only  2%  of  the  total  amalgam. 
If  they  are  placed  next  to  the  mortar  there  is  no  way  of  telling  whether  the 
right  amoimt  of  mercury  is  being  fed  to  the  battery.  In  this  position  they  are 
more  liable  to  be  subject  to  theft,  as  amalgam  can  easily  be  removed  without 
any  evidence  of  its  removal  being  left;  the  contrary  is  true  with  plates.  For 
this  reason,  wells  are  covered  over  in  some  mills  by  a  grating  which  is  kept 
locked. 

Wells  and  riffles  require  more  water  to  keep  them  clear  than  do  plates.  The 
use  of  a  larger  amount  of  mercury  is  required  than  on  plates  and  the  high  catch- 
ing power  of  the  rich  amalgam  which  forms  on  plates  is  not  available.  There  is 
more  danger  that  contact  of  gold  with  mercury  will  not  be  brought  about  so  eflEec- 
tually  in  the  case  of  wells  and  riffles,  as  coatings  of  air  or  water  on  the  pulp  cause 
more  trouble  than  on  plates. 

Some  authorities  claim  that  in  practice  the  column  of  mercury  is  very  soon 
thrown  out  and  the  amount  of  contact  is  not  much  over  the  width  of  the  baffle 
board  and  not  equal  to  a  plate  6  inches  long.  It  appears  then  that  the  total 
surface  of  exposure  of  gold  to  mercury  is  much  less  with  wells  than  with  plates. 

Mebcuby  Teafs. 

§  546.  Oenebal. — ^These  are  pockets  designed  to  catch  amalgam  and  floured 
mercury  tiiat  has  drained  off  the  plates.  Incidentally,  the  traps  always  catch 
some  heavy  sidphurets.  Although  traps  do  not  have  mercury  put  in  them,  yet 
the  mercury  soon  accumulates,  making  them  partake  somewhat  of  the  nature  of 
mercury  wells. 

The  position  which  traps  occupy  with  reference  to  the  plates,  may  be  seen 
by  reference  to  Table  330  or  Chapter  XX.  containing  the  outlines  of  mills. 
Tliere  are  four  positions  in  which  they  are  found  in  various  mills:  (1)  at  the 
end  of  the  amalgamated  plates,  (2)  at  the  end  of  each  section  of  plates,  (3)  on 
the  vanner  distributors,  (4)  in  the  final  tail  launder  of  the  mill.  Their  im- 
portance is  often  underestimated.  The  original  cost  of  them  is  not  large  and  the 
expense  of  running  is  practically  nothing,  so  that  whatever  they  save,  even  though 
it  be  small,  is  practically  net  gain.  Mill  67  by  putting  in  the  N"o.  3  trap  in  the 
tail  launder  of  the  mill,  which  cost  about  $3  to  make,  was  able  to  recover  $13  of 
gold  every  six  months  which  would  otherwise  have  been  lost.  There  will  always 
be  some  loss  of  floured  mercury,  however,  and  consequently  of  gold. 

The  best  form  of  mercury  toip  is  the  one  which  will  catch  the  maximum 
amount  of  mercury  and  the  minimum  amount  of  sand  and  sulphurets.    The  pack- 
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ing  of  sand  and  snlphnretB  in  the  bottom  of  a  trap^  however,  is  not  as  harmful  as 
would  seem  at  first  sight,  for  mercury  has  the  power  of  settling  down  and  replac- 
ing the  sand  and  sulphurets  which  are  lighter  than  it,  and  in  a  like  manner  heavy 
sulphurets  can  replace  lighter  sulphurets  and  sand. 
The  mercury  traps  used  in  the  mills  may  be  divided  into  three  classes: 

fl^  Plain  transverse  riflaes. 
2)  Transverse  traps  with  a  gate  like  a  mercury  well. 
(3)  Box  traps  of  various  types. 

TABLE  342. — PLAIN  TRANSVERSE  TROUGHS  OR  RIFFLES. 


87  \  1 
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Holes  In  Overflow. 


Number. 


4 
None. 

M 
None. 
None. 
None. 
None. 


Diameter 


Inches. 


Height 

Above 
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(a)  This  trap  narrows  the  stream  from  M  inches  to  46  Inches  in  four  batteries  and  to  88  inches  In  the  other 
four  batteries.    (6)  In  these  mills  there  are  several  riffles  in  series;  in  the  other  mills  there  is  only  one. 

§  547.  Plain  Transverse  Troughs  or  Riffles. — The  dimensions  of  them  as 
found  in  the  mills  are  given  in  Table  342.  In  every  case  they  are  rectangular  in 
section.  In  Mills  67,  69,  62,  63,  64,  71  and  72  the  transverse  troughs  are  also 
utilized  as  distributors  and  have  several  holes  in  the  front  side  through  which 
the  pulp  passes  out  and  at  a  lower  level  than  it  entered.  Mill  71  covers  these 
holes  with  a  12-mesh  screen  at  the  time  of  clean  up,  to  keep  coarse  stuff  off  the 
plates.  At  the  Golden  Star  mill.  South  Dakota,  shallow  troughs  or  riffles  were 
preferred  to  deep  box  traps,  as  the  pulp  flows  more  smoothly  over  them  and  there 

is  less  agitation,  so  there  is  more  oppor- 
tunity for  settling  and  better  work  is 
done. 

Riffles  have  already  been  discussed 
in  §  610,  §  611  and  §  644.     A  form 

442. ^riffles.  ^'  ^^^^  recommended  by  Adams  to  be 

put  in  the  launder  leading  from  the 
plates  is  diown  in  Fig.  442.     The  riffles  are  J  inch  deep  and  6  feet  apart. 

These  troughs  and  riffles  should  not  be  made  too  deep  or  too  wide,  as  the  sand 
then  packs  down  in  the  bottom  of  them  and  reduces  the  acting  size.  This  may 
be  partly  remedied  by  keeping  them  stirred  up  either  by  having  the  pulp  make 
a  drop  into  them  or  by  making  them  of  a  form  like  Fig.  442  instead  of  rectangu- 

TABLE  343. — ^TRANSVERSE  TRAPS  WITH  GATES  IN  THEM. 


FIG. 


Mm 

No. 

59 
A4 
04 
06 
71 
78 
72 
?« 
78 

Trap 
No. 

2 

8 

8 

1 

8 
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Ck>lumn. 

Height  of 
Ascending 
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Height  of  Gate 
Abore  Bottom. 

Inches. 

Inches. 
9 

4 

t 

Inches. 
9 
11 
9 
0 

Inches. 

Inches. 

86 
16 
48 

88 
78 
68 

9 
7 
9 

1 
1 

1 

6 
6 
8 
6 

8 

80 
0 

a)  In  these  traps  the  OTerflow  is  1  inch  below  the  inlet  and  the  gate  dips  8  inches  below  the  level  of  the  otitis*. 
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lar.  The  riffle  block  should  not  be  so  narrow  that  the  current  does  not  have  a 
chance  to  become  quiet.  When  well  constructed,  riffles  are  claimed  to  be  as 
effective  as  any  other  form  of  mercury  trap. 

§  548.  Transverse  Traps  with  Gates. — The  dimensions  of  these  are  given 
in  Table  343  and  those  of  Mill  64  are  also  shown  in  Figs.  425a  and  4256.  They 
are  rectangular  in  section  and  are  much  like  the  plain  transverse  troughs  except 
that  they  are  generally  both  wider  and  deeper  and  the  gate  makes  it  necessary 
that  the  overflow  be  lower  than  the  inlet,  although  not  as  low  as  in  the  case  of 
mercury  wells.  In  Mill  72  in  the  No.  3,  4  and  5  traps,  the  box  is  23X6  inches, 
while  the  rising  current  is  23X1^  inches  in  horizontal  section.  In  Mill  64  the 
traps  are  36X4  inches  and  15X4  inches  respectively,  and  the  rising  currents  are 
36X2  inches  and  15X2  inches  respectively,  while  the  descending  currents  are 
36X1  inches  and  15X1  inches  respectively.  In  Mills  65  and  73  these  traps  also 
act  as  distributors,  having  a  row  of  holes  through  which  the  pulp  overflows.  In 
the  latter  mill,  the  gate  instead  of  being  vertical  is  inclined  upward  and  away 
from  the  feed  at  an  angle  of  about  45**. 

These  forms  of  traps,  like  the  riffles,  have  a  tendency  for  the  corners  and  even 
the  whole  bottom  to  pack  with  sand,  especially  if 
they  are  made  too  large  or  the  gate  is  too  high. 

Mills  70  and  85  have  traps  which  come  in  this 
class.  They  are  5  inches  wide^  4  inches  long  and  2 
feet  deep  at  inlet,  16^  inches  at  outlet  and  have  a 
deep  gate  and  are  much  like  a  Rittinger  spitzlutte 
for  slimes  (see  §  319),  except  that  they  have  no 
spigot   below. 

§  549.  Box  Traps. — There  are  several  designs  of 
these,  varying  from  a  plain  settling  box  to  a  hy- 
draulic classifier.  Mill  71  has  a  trap  which  is  sim- 
ply a  box  8  inches  square  and  12  inches  deep.  In 
Mill  67  the  No.  3  trap  is  a  plain  box,  20  inches  long, 
16  inches  wide  and  20  inches  deep.  In  Mill  88  a 
spout  4  inches  square  leads  from  the  plates  to  No.  1 
mercury  trap,  which  is  a  plain  cast  iron  box  8  inches 
long,  7J  inches  wide  and  2^  inches  deep.  Two  bat- 
teries have  also  a  No.  2  trap  following  No.  1,  which 
is  in  the  form  of  a  transverse  box  30  inches  long,  9 
inches  wide  and  6  inches  deep.  The  inlet  is  over  the 
middle  of  one  long  side;  the  outlets  are  3  inches 
from  either  end  on  the  opposite  side  and  are  4  inches  wide  and  2^  inches  deep. 

The  Black  Hills  trap,  shown  in  Fig.  443,  consists  of  two  adjustable  gates  and 
one  dam,  all  of  wrought  iron  and  sliding  in  grooves,  in  a  rectangular  wooden 
box.  The  pulp  enters  the  box  at  the  feed  end,  passes  down  under  the  first  gate, 
up  over  the  dam,  down  under  the  second  gate  and  finally  up  over  the  overflow, 
which  is  considerably  below  the  level  of  the  feed.  The  dimensions  of  them  are 
shown  in  Table  344.    In  Mill  66  the  No.  2  trap  has  four  gates  and  three  dams. 

TABLE  344. — ^DIMENSIONS  OP  BLACK  HILLS  TRAPS. 


PIO.  443. — CROSS  SECTION 
OF  A  BLACK  HILLS 
TRAP. 
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""i 
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AdAmfl ........ 

(a)  This  box  is  lined  with  copper. 
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The  trap  is  48  inches  long,  14  inches  wide  and  48  inches  deep.  The  gates  are  all  3 
inches  above  the  bottom.  The  dams  are  1^,  3  and  4  inches  respectively  below 
the  top  and  the  overflow  is  6  inches  below  the  top.  In  deaning  Black  Hills 
traps,  the  gates  and  dams  are  all  taken  out. 

The  Grass  Valley  trap  is  shown  in  Fig.  444.  It  consists  of  an  iron  hopper- 
shaped  box  with  the  upper  part  of  its  sides  vertical.  It  has  an  inlet  pipe  extend- 
ing nearly  to  the  bottom,  an  overflow  pipe  near 
the  top,  and  a  plug  in  the  bottom  for  draining 
off  the  sand  and  amalgam  at  the  time  of  clean  up. 
The  figure  also  shows  a  block  of  wood  fastened 
to  the  outgoing  side  of  the  trap.  Five  mills,  67, 
68,  67,  77  and  86  used  this  form  of  trap.  The 
dimensions  obtained  are  shown  in  Table  346. 

At  the  Cross  mill,  Sperry  found  with  an  ore 
containing  a  large  amount  of  heavy  oxides  (some- 
times 60  or  70%)  that  ordinary  forms  of  traps 
could  not  be  used.  A  form  of  hydraulic  classifier 
shown  in  Fig.  446  was  adopted.  The  pulp  comes 
in  over  the  copper  plate,  and  is  forced  to  pass 
downward  by  tiie  baffle  plate  C  when  it  is  sub- 
jected to  the  action  of  a  rising  current  of  water 
from  the  hydraulic  A.  The  mercury,  amal- 
gam and  heaviest  sulphurets  settle  down  through 
D,  from  whence  they  are  removed  periodically  by  the  pipe  E,  Outside  the  mill 
the  pulp  passed  through  a  continuous  working  clean  up  pan,  which  served  as  a 
mercury  trap. 

TABLE  346. — GRASS  VALLEY  MERCURY  TRAPS. 


FIG.  444. — SECTION  OP  GRASS 
VALLEY  TRAP. 
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(a)  To  8  Incheii  above  bottom.  (5)  JiMt  below  surface.  In  this  trap  the  sand  paclEs  in  the  bottom  and  forms 
a  true  conical  hopper  9  inches  in  diameter,  (c)  This  trap  has  a  sate  or  baffle  plate  in  it  parallel  to  and  4  inches 
from  the  discharge  side  and  reaching  to  within  8  inches  of  the  bottom,    (d)  Half  way  to  bottom. 

Preston  advocates  the  use  of  shaking  traps  to  prevent  sand  from  packing  and 
to  settle  the  mercury  better. 


B 
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PIG.  446. — LONGITUDINAL  AND  CROSS  SECTIONS  OP  SPERRY's  TRAP. 

§  650.  Cleaning  up  Mercury  Traps. — As  a  rule  this  comes  at  the  time  of  the 
periodical  clean  up  of  the  mills,  which  has  been  already  described  (see  §  184)  and 
the  treatment  of  the  contents  of  the  traps  is  similar  to  that  of  the  battery  sands. 
The  interval  of  cleaning  may  vary  however.  The  Saxon  Mill  in  Australia  cleans 
out  its  riffles,  which  serve  as  traps,  every  hour.    On  the  other  hand,  the  No-  3  trap 
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of  Mill  67  which  is  outside  the  mill,  is  cleaned  but  twice  a  year.  The  method  at 
Mill  73  is  as  follows :  Every  two  weeks  when  the  No.  2  sluice  plates  of  this  mill 
are  dressed  and  cleaned  (see  §  533),  the  top  of  No.  1  trap  is  taken  oflE  and  the  sul- 
phurets  and  quicksilver  scooped  out  to  a  bucket.  The  No.  2  traps  or  riiHes  are 
also  cleaned  out  with  a  small  scraper  into  the  bucket.  The  contents  of  the  bucket, 
along  with  the  other  products  of  the  clean  up,  go  to  the  clean  up  barrel.  Mill 
66  cleans  out  the  traps  ewer^  month,  and  sends  the  entire  contents  to  a  clean  up 
pan.  The  No.  1  traps  of  the  mill  yield  80  ounces  of  amalgam  and  144  ounces 
mercury  per  month,  while  the  No.  2  traps  yield  10  to  12  ounces  of  amalgam  and 
40  ounces  of  mercury. 

Amalgamators. 

§  551.  This  name  is  given  to  various  machines,  which  do  no  crushing,  but  sim- 
ply amalgamate  by  bringing  gold  into  contact  with  mercury  by  some  mechanical 
means,  as  pressure,  agitation  or  scouring.  They  are  but  little  used  in  this  coim- 
try,  since  tne  work  of  brightening  and  amalgamating  the  gold  is  well  done  by  the 
stamp  mill.  A  great  many  designs  have  been  invented  but,  for  the  most  part,  they 
have  been  discarded,  either  from  their  complication,  difficulty  of  cleaning,  or  some 
other  defect.  Brief  mention  will  be  made  of  a  few  of  the  leading  types  which  have 
at  some  time  met  with  success. 

§  552.  The  Atwood  Amalgamatoh. — This  formerly  had  an  extensive  use  in 
California,  and  is  occasionally  used  to-day.    As  shown  in  Figs.  446a  and  4466,  it 


FIG.  446a. — ELEVATION  OF  THE  ATWOOD  AMALGAMATOR. 
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FIG.  4466. — PLAN. 

consists  of  two  transverse  cylindrical  troughs  tt,  17  inches  long  and  4  or  5  inchea 
deep.    Two  wooden  cylinders  cc  have  radial  arms  of  ^-inch  round  iron^  the  ends 
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of  which  are  slightly  curved.  The  arms  are  set  along  the  cylinders  in  12  long- 
itudinal rows  containing  alternately  8  and  9  arms.  These  arms  almost  touch  the 
quicksilver  without  dipping  into  it.  In  some  of  the  machines  these  arms  dip  into 
the  mercury  and  force  all  the  sand  below  the  surface.  The  cylinders  are  2  feet  10 
inches  apart  center  to  center,  and  their  difference  in  level  is  6  inches.  Small  belts 
revolve  them  at  the  rate  of  60  revolutions  per  minute.  An  automatic  feeder,  with 
the  help  of  a  stream  of  warm  water,  causes  the  pulp  to  pass  down  across  the 
troughs.  Formerly  at  Grass  Valley,  the  pulp  from  the  stamps  passed  over  blanket 
tables,  and  the  gold  and  sulphurets  caught  there  were  treated  by  the  Atwood  amal- 
gamator at  the  rate  of  3  tons  in  24  hours,  using  1  cubic  foot  of  water  per  minute. 
The  agitation  from  the  arms  helps  to  bring  the  pulp  in  contact  wifii  the  mer- 
cury.   Particles  of  bright  gold  are  easily  caught  and  sink  to  the  bottom,  while 
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PIG.  4476. — Plan. 

PIG.  448. — SECTION  OP  THE  LASZLO  AMALGAMATOR. 

particles  of  rusty  gold  or  gold  attached  to  quartz,  with  only  a  portion  of  the  sur- 
face brightened,  are  caught  and  held  by  the  bright  comer  and  float  on  the  sur- 
face of  the  mercury.  Thjese  floating  grains  were  skimmed  off  at  intervals  and 
treated  in  Knox  amalgamating  pans.  Once  a  week  the  amalgam  was  taken  out 
and  strained  through  cloth  or  chamois. 

§  553.  The  Eureka  Rubber. — This  is  another  early  California  device  which 
is  still  met  with.  It  consists  (see  Figs.  447a,  4476  and  447c)  of  a  rectangular 
cast  iron  box,  7  inches  deep,  and  4  feet  8  inches  square,  in  the  bottom  of  which  are 
cast  iron  dies  or  plates,  over  which  cast  iron  shoes,  attached  to  a  frame,  have  a 
rectilinear  motion.  The  cast  iron  dies  dd,  1^  inches  thick,  are  mounted  on  wooden 
boards  ccc,  the  spaces  between  being  filled  with  wooden  blocks  e  e.  The  cast  iron, 
shoes  are  fastened  to  wooden  backings,  which  are  bolted  to  two  timbers  g  g.    The 
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wooden  backings  of  the  shoes  have  amalgamated  plates  attached  to  them.  The 
shoe  frame  receives  a  backward  and  forward  horizontal  movement  of  4  inches  from 
an  eccentric  making  55  revolutions  per  minute.  The  shoe  frame  is  suspended 
from  a  wooden  frame  m  m,  the  height  of  which  is  adjustable.  This  machine  was 
formerly  used  at  Grass  Valley  to  treat  the  tailings  from  the  blanket  tables  and  the 
Atwood  amalgamator  previously  mentioned.  It  treated  between  11  and  12  tons 
in  24  hours.  Its  action  is  to  brighten  any  particles  of  gold  and  enable  them  to  be 
caught  on  its  amalgamated  plates.  A  Eureka  rubber  wag  formerly  used  at  the 
Father  de  Smet  miU,  South  Dakota^  between  the  upper  and  lower  plates.  It  was 
given  up^  however,  on  account  of  tiie  cost  of  running  and  the  small  amount  which 
it  saved.    One  battery  gave  too  much  pulp  for  it  to  treat. 

Ths  Gold  Ejno  Amalgamator,  used  in  1895  at  Mill  72,  but  since  taken  out, 
consisted  of  a  slightly  inclined  revolving  cylinder  with  radial  fins  inside  covered 
by  amalgamated  plates.  The  pulp  was  fed  at  the  upper  end  and  discharged  at  the 
lower. 

§  554.  The  Laszlo  Amalgamator,  which  is  used  to  a  considerable  extent  in 
Transylvania,  where  crushing  and  amalgamation  are  done  separately,  is  shown  in 
Fig.  448.  It  consists  of  a  cast  iron  pan  a,  with  mercury  in  the  bottom,  in  which 
rotates  a  cast  iron  muUer  6.  In  the  bottom  of  the  pan  are  stationary  rings  c  and 
d,  which  extend  upward  into  corresponding  recesses  in  the  revolving  muUer.  The 
pulp  enters  the  hopper  i,  passes  down  and  then  up  over  the  ring  c,  after  which  it 
again  goes  down  and  then  up  over  the  ring  d,  down  again  and  out  over  the  spout 
f  to  a  second  pan,  where  its  course  is  similar  to  that  in  the  first  pan.  Teeth  n 
attached  to  the  lower  portion  of  the  muller  serve  to  bring  the  pulp  into  contact 
with  the  mercury.  Each  pair  of  pans  treats  an  average  of  2  tons  of  stamped  ore 
in  24  hours.    The  amalgam  is  cleaned  out  at  intervals  of  from  10  to  30  days.   • 

Amalgamating  Pans  which  are  by  far  the  most  important  amalgamators,  par- 
ticularly for  silver  ores,  have  been  already  described  (see  §  206),  since  they  Are 
designed  to  do  grinding  if  desired. 

§  655.  Settlers. — ^These  are  used  in  silver  mills  to  receive  the  charge  from 
amalgamating  pans  and  separate  or  settle  the  amalgam  which  it  contains.  Their 
construction  and  action  is  very  similar  to  amalgamating  pans  except  that  they 
are  made  larger,  usually  8  feet  diameter  instead  of  5  feet,  as  is  the  case  with  the 
pan,  and  since  they  do  no  grinding  there  are  no  dies  and  the  shoes  do  not  touch 
Wx^  bottom.  They  also  have  a  series  of  plugs,  usually  three,  at  various  levels  in 
the  sides.  Thfe  dimensions  of  the  settlers  in  the  mills  are  shown  in  Table  346. 
Fig.  449  shows  Fraser  &  Chalmers'  combination  8-foot  settler. 

table  346. — SETTLERS. 


Mill  No. 

DIameUM-. 

Depth. 

No.  of  Revolutions 
per  Minute. 

Time  for  Settling 
One  Charge. 

88 
88 

84 

Feet. 
8 
8 
8 

Feet.    Inches. 
8           8 
4           0 
8           6 

16 
18 
15 

Hours. 
8 

4 
8 

The  shoes  are  either  of  wood  or  of  iron  set  at  an  angle  to  produce  a  current  and 
are  attached  to  the  muller,  which  may  be  either  a  circular  ring,  as  in  pans,  or 
feimply  four  arms.  The  bottoms  of  settlers  generally  slope  toward  the  periphery, 
and  there  is  a  groove  in  the  bottom  around  the  margin  which  deepens  toward  one 
point,  where  there  is  a  connection  with  an  amalgam  well  or  bowl  outside.  The 
mercury  runs  out  and  accumulates  in  the  bowl,  whence  it  is  removed  by  a  plug  or 
by  dipping  it  out. 

All  three  of  the  mills  of  Table  346  contain  one-half  as  many  settlers  as  there  are 
amalgamating  pans,  and  the  time  of  treatment  in  settlers  is  consequently  one-half 
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as  long  as  in  the  pans.  The  routine  in  Mill  83  will  serve  as  an  illustration  of  the 
use  of  settlers.  This  mill  has  24  pans  and  12  settlers,  as  shown  in  Fig.  450.  The 
odd  pans  are  charged  every  8  hours,  and  the  even  pans  at  equal  intervals  between. 
Every  four  hours  either  the  12  odd  or  the  12  even  pans  are  discharged  to  the  set- 
tlers.    The  muller  of  the  settler  is  kept  revolving  continuously.     The  pan 


FIG.  449. — SECTION  OP  SETTLER. 
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FIG.  450. — SKETCH  OF  PANS  AND  SETTLERS  IN  MILL  83. 


charge  is  hosed  out  and  run  into  the  settler  with  suflBcient  cold  water  to  fill  the 
latter.  This  dilutes  the  pulp  and  allows  the  amalgam  to  settle.  The  consistency 
of  the  mass  must  be  such  that  the  sand  is  kept  in  suspension  while  the  amalgam 
settles  to  the  bottom.  The  speed  of  the  muller  may  help  or  hinder  this,  as  the 
higher  the  speed  the  harder  it  is  for  the  mercury  to  collect  together  and  settle.  It 
should  be  noted  that  the  speed  of  revolution  is  much  lower  than  in  pans,  never 
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being  over  20  per  minute  even  for  coarse  sand.  After  the  muUer  has  been  revolv- 
ing 2^  hours  the  hose  over  the  settlers  is  turned  on,  causing  them  to  overflow  from 
a  Uttle  spout  at  one  side.  This  water  is  best  added  as  a  spray,  which  not  only 
avoids  stirring  up  the  pulp,  but  helps  the  settling.  Thirty  minutes  later  the  top 
or  No.  1  plug  is  opened;  twenty  minutes  after  this,  No.  2,  and  twenty  minutes 
later,  No.  3  plug.  After  running  from  No.  3  plug  for  20  minutes  the  hose  is 
abut  off  and  the  charge  from  the  alternate  pan  is  run  in.  Thi^  makes  the  total 
time  of  treating  a  charge  in  settlers  as  4  hours.    Some  coarse  heavy  sand,  un- 


FIG.  451. — SECTION  OF  AGITATOR. 


ground  sulphurets,  amalgam,  mercury  and  iron  accumulate  in  the  bottom,  so  that 
settlers  are  cleaned  out  periodically  and  the  products  may  be  reworked  in  pans. 

In  designing  mills  Fraser  &  Chalmers  rate  settlers  as  requiring  5  horse  power. 

Settlers  yield  amalgam  and  tailings  which  overflow  either  to  agitators  or  else 
go  directly  to  waste. 

In  the  Boss  system  of  pan  amalgamation,  the  pulp  from  the  pans  runs  continu- 
ously through  the  settlers  and  it  requires  but  little  dilution.     To  cool  the  pulp 
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there  is  a  spiral  pipe  around  the  inside  of  the  settler  through  which  cold  water 
circulates. 

§  656.  Agitators. — These  are  used  in  some  mills  to  follow  settlers  and  act  as  a 
guard  for  them.  They  also  catch  the  drainings  of  the  mill  floors.  They  are  in 
the  form  of  broad  shallow  wooden  pans,  in  which  are  vertical  stirrers  suspended 
from  the  horizontal  arms  of  a  revolving  muller.  The  Fraser  &  Chalm^ers  agita- 
tor is  shown  in  Fig.  451.  The  dimensions  of  them  in  the  mills  are  given  in  Table 
347. 

TABLE   347. — AGITATORS. 


MUl 
No. 

Diameter. 
Feet. 

"^ 

No.  of  ReTolutiooB 
per  Minute. 

W 
88 
84 

1« 
8 
8 

4 

18 
95 
96 

Mill  82  has  6  agitators  for  12  settlers,  Mill  83,  4  for  12,  and  Mill  84,  2  for  10. 
The  speed  of  revolution  is  low  and  varies  inversely  as  the  diameter. 

Agitators  are  furnished  with  a  constant  stream  of  water,  the  pulp  from  set- 
tlers being  fed  and  discharged  as  overflow  at  the  same  time.  They  collect  some 
coarse  sand,  a  little  mercury,  amalgam,  sulphurets  and  iron,  but  the  amount  saved 
is  small.  The  accumulations  are  generally  shoveled  out  about  once  a  month.  In 
Mill  82  they  are  cleaned  out  every  12  hours,  and  the  cleanings  sent  back  to  pans. 
The  tailings  which  overflow  from  agitators  are  generally  waste. 

§  667.  A  Wheel  Agitator  is  used  in  Mill  82  to  treat  the  tailings  of  the  regu- 
lar agitators.  It  consists  of  a  tank  in  which  a  cylindrical  paddle  wheel,  12  feet 
in  diameter,  is  driven  by  a  belt  at  the  rate  of  13  revolutions  per  minute.  This 
agitates  the  sand  and  allows  mercury  and  amalgam  to  settle.  It  also  elevates  the 
water  and  sand  in  six  buckets  on  each  side  of  the  wheel  sufficiently  to  remove  them 
from  the  tank  and  allow  them  to  flow  to  the  pond.  These  buckets  are  6X6X3 
inches  in  size  and  are  placed  at  some  distance  inside  the  periphery  of  the  wheel. 

There  are  various  other  amalgamating  devices,  for  the  description  of  which  the 
reader  is  referred  to  works  on  metallurgy. 


Cleaning  Amalgam,  Retorting,  Melting,  Care  of  Mercury,  Losses. 

§  558.  Cleaning  Amalgam. — The  amalgam  which  is  obtained  from  the  plates 
and  the  mortar,  is  more  or  less  dirty  from  the  presence  of  sand,  fine  sulphurets 
or  iron  and  base  metal  amalgam.  The  plate  amalgam  is  generally  cleaned  sepa- 
rately from  the  battery  amalgam,  but  the  procedure  is  much  the  same  in  both  cases. 
The  sand  and  iron  may  be  removed  by  washing  in  small  batches  in  a  gold  hand 
pan,  and  the  removal  of  fine  sulphurets  and  base  metal  amalgam  may  be  done  by 
repeated  grinding  in  either  a  Wedgewood  or  a  muller  mortar,  with  an  addition  of 
quicksilver  and  warm  water,  which  brings  them  to  the  surface,  whence  they  are 
skimmed  off.  Pouring  from  one  dish  to  another  will  cause  impurities  to  rise. 
Instead  of  by  gold  pans  and  mortars,  the  amalgam  is  frequently  cleaned  mechan- 
ically in  a  clean  up  oarrel  or  a  clean  up  pan,  as  described  in  §  217  and  §  228,  and 
the  skimmings  may  be  re-ground  and  finally  cleaned  with  a  little  cyanide  of  po- 
tassium, or  where  mostly  base  metal  amalgam,  they  may  be  retorted  separately 
and  the  residue  melted  repeatedly  with  nitre  and  borax  to  get  a  gold  button. 

At  Mill  71  the  sulphurets,  which  are  separated  from  the  plate  amdgam,  are 
roasted  in  a  small  furnace  and  then  smelted  with  fiuxes  in  a  crucible. 
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The  sulphnrete  which  are  separated  from  the  daily  amalgam  in  Mill  73  are  often 
worth  $10.00  per  pound,  and  therefore  allowed  to  accumulate,  and  at  the  end  of 
the  month  are  treated  by  themselves  in  the  clean  up  barrel  with  quicksilver.  The 
skimmings  from  all  amalgam  from  the  clean  up  barrel  are  comparatively  dean 
and  are  retorted  and  melted  into  a  separate  bar  which  is  of  low  grade. 

§  559.  Squeezing  Amalgam. — ^The  cleaned  amalgam  is  next  squeezed  through 
buckskin,  chamois  skin,  closely  woven  drilling  or  fine  canvas  (cotton  duck),  all 
of  which  may  or  may  not  have  been  thoroughly  wetted  with  water.  The  cloth  or 
leather  is  laid  over  a  vessel  and  the  amalgam  put  in  the  center.  The  squeezing  is 
done  by  gathering  up  the  free  ends  and  twisting,  generally  under  cold  water,  so 
as  to  compress  the  amalgam  and  at  the  same  time  squeezing  it  with  the  hand. 
Mechanical  squeezers  have  been  invented  but  are  not  generally  used.  The  Alaska 
Treadwell  Co.,  however,  which  has  a  very  large  stamp  mill,  has  recently  installed 
a  hydraulic  amalgam  squeezer  which  seems  applicable  there,  owing  to  the  magni- 
tude of  the  operation.  To  save  the  labor  of  squeezing  a  large  amount  of 
amalgam.  Mill  66  first  strains  it  through  a  regular  strainer  as  used  in 
silver  mills,  which  is  a  conical  canvas  bag  suspended  from  a  ring.  The  amalgam 
that  fails  to  pass  through  the  strainer  is  squeezed  in  the  regular  way.  The  mer- 
cury squeezed  out  is  No.  1  amalgam,  as  previously  stated  in  §  514,  and  is  used 
over  again.  The  amount  of  gold  and  silver  in  it  is  independent  of  the  pressure 
used.  Louis  has  shown,  however,  that  the  amount  is  greater  at  the  beginning  and 
end  than  at  the  middle  of  the  squeezing  and  greater  at  the  end  than  at  the  begin- 
ning. He  also  shows  that  the  amount  is  greater  the  higher  the  temperature  of 
squeezing.  In  one  case  the  liquid  squeezed  out  at  17^C.  contained  0.57  parts  gold 
in  a  thousand,  while  that  squeezed  out  at  51^C.  contained  1.73  parts;  another  case 
gave  0.46  parts  at  IS'^C.  and  1.10  parts  at  72**C. 

The  practice  of  hot  straining  at  or  near  212**P.,  formerly  used  to  some  extent 
for  the  separation  of  lead  amalgam,  has  now  been  generally  given  up  since  it  led 
to  considerable  loss  of  quicksiWer  and  to  the  salivation  of  the  men.^^^  Louis 
Janin,  Jr.,*  reports  that  the  method  is  most  successful,  but  has  been  given  up  sim- 
ply because  ores  containing  so  much  lead  (15  to  30%)  are  now  shipped  and 
smelted  instead  of  being  amalgamated.  Some  of  the  mills  now  use  warm  water 
at  about  100°  F.,  but  this  is  simply  to  make  the  amalgam  more  liquid  and  enable 
more  of  the  mercury  to  be  squeezed  out. 

§  560.  Retorting  Amalgam. — Retorts  are  of  cast  iron  and  are  of  two  kinds : 
(1)  the  cylindrical  retort  which  is  mounted  horizontally  in  a  fixed  position  in  a 
furnace  and  is  shown  in  Fig.  452,  and  (2)  the  pot  retorts  of  various  sizes,  which 
are  usuallv  smaller  than  the  cylindrical  form  and  have  no  fixed  furnace  but  are 
temporarily  set  into  a  pot  furnace  or  over  a  blacksmith's  forge  or  simply  have  a 
fire  built  beneath  them.  A  pot  retort  is  shown  in  Fig.  453.  Both  forms  have  a 
delivery  pipe  which  leads  to  a  Liebig  condenser.  A  cover  or  a  door  is  provided 
which  can  be  luted  on  tight.  Retorts  are  smooth  inside  and  in  pot  retorts  before  put- 
ting in  amalgam,  to  prevent  sticking,  the  inside  walls  should  be  coated  with  chalk 
or  whitening  or  a  thin  paste  of  ground  fire  clay  and  graphite.  Paper  is  sometimes 
used,  which  chars  and  makes  a  coating.  Mill  73  has  found  a  paste  of  good  oak 
ashes,  finer  than  40  mesh  and  free  from  dirt,  to  be  the  best  material  for  luting, 
as  there  is  no  shrinkage.  Cylindrical  retorts  have  semi-cylindrical  trays  in  them 
in  which  the  amalgam  is  placed,  while  in  pot  retorts  the  amalgam  is  placed  di- 
rectly into  the  retort  and  left  loose  or  rammed  down  by  a  rod  having  a  nut  on  the 
end,  so  that  the  retort  is  not  over  three-fourths  full.  It  is  well  to  make  a  vent 
hole  for  the  mercury  vapor  down  the  center.  Louis  recommends  that  a  disc  of 
asbestos  board  be  placed  on  the  amalgam  to  prevent  spirting.    After  the  amal- 

"  Private  commuiiication.  ~~ 


782 


ORE  DRESSING. 


§  560 


PIG.  452. — SECTION  OP  CYLINDRICAL  BETOBT 
AND  FURNACE. 


gam  is  all  in  and  the  retort  tightly  sealed,  the  fire  is  started  and  the  retort  gradu- 
ally heated.  Care  should 
be  had  to  apply  only  a  mod- 
erate heat  at  first,  just 
enough  to  cauae  the  mer- 
cury to  distil  over  gently. 
Too  high  a  heat  at  the  start 
will  cause  more  mercury  to 
be  retained  in  the  end. 
The  mercury  vapor  passes 
over,  is  condensed  and  dis- 
charged into  a  vessel  of 
water.  The  discharge  pipe 
should  dip  but  slightiy  into 
the  water  in  order  that  there 
may  be  no  danger  of  an  ex- 
plosion from  water  being 
sucked  back  if  the  retort 
cools.  To  avoid  dipping 
the  pipe  into  the  water  a 
gunny  sack  extension  to  the 
pipe  may  dip  in  the  water 
and  will  at  the  same  time 
prevent  both  explosion  and 
salivation  of  attendant.  At 
the  end,  when  the  mercury 
has  ceased  to  come  over,  the 
heat  should  be  raised  to  red- 
ness for  a  few  minutes  to 
drive  off  as  much  mercury 
as  possible,  and  then  the  re- 
tort left  to  cool  before  being 
opened.  The  residue  usu- 
ally separates  easily  from 
the  retort  or,  if  not,  a  chisel 
and  hammer  are  necessary. 
A  few  of  the  details  of  re- 
torting and  of  the  retorts 
as  found  in  the  mills,  are 
given  in  Table  348. 

Wood  is  the  best  fuel. 
The  amount  required  in 
Mill  66  is  about  \  cord  per 
charge;  at  the  Harshaw 
mill  one  cord  of  oak  re- 
torted 7  or  8  charges  of 
800   pounds  each.    Retorts 


PIG.  453. — ^POT  RETOBT. 


are  not  long  lived.  If  the  last  1  or  li%  of  mercury  is  to  be  driven  off,  a  white 
heat  is  necessary,  which  melts  part  of  the  bullion  and  at  the  same  time  causes 
the  iron  to  become  bent  and  burnt  out.  Cylindrical  retorts  should  be  made  so  as 
to  be  turned  from  time  to  time  to  expose  new  surfaces  to  the  fire,  and  should 
be  well  supported  to  prolong  their  life.  Warping  and  burning  of  the  iron  also 
occur  where  a  cherry  red  temperature  is  used  so  that  in  a  silver  mill,  with  con- 
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stant  use,  J.  M.  Adams  was  able  to  make  a  retort  last  only  1^  years,  although 
the  best  of  care  was  given  to  it. 

TABLE  348. — ^BETOBTB. 
Abbrerlatlons.— FLssFeet;  In.=Iiiche8;  No.=Number. 


JUUNo. 

Kind  of  Retort 

Lenerth. 
Ft.  In. 

Inches. 

Weight  of  Charge. 
Pounds. 

How  Often  Run. 
Days. 

Time  for  Retorting 
Hours. 

67 

Cylindrical 

Pbt 

8       0 

10 

66 

14 
80 
80 

4  or  6 

61 

Qylindrinal 

Cylindrical 

Cylindrical 

pSt 

2       A 
1       5 
8       0 

10 
0 

8to5 

«8 

66 

(a)  600 

800 

1,600 

6 

67 

80 

14 

80 

(6)W 

68 

Cylindrical 

6 

78 

Cylindrical 

Cylindrical 

6       0 

16 

6 

88 

1,000 
1^ 

(c)8 

64 

QylindricaL 

6       0 

14 

6to8 

(a)  It  can  take  1,000  pounds.    (6)  There  are  several  charges  at  this  time  from  the  clean  up.    It  is  also  run 

... » ._ .v^  ....  ')  The  retort  is  charged  and  flred  about 

)  next  forenoon. 


vu/  xu  ucui  MbMj  x,uw  puuuus.  \o}  i-OKY^  KTB  seveFBi  cfiargeB  u.h  uus  nine  ktvu 
at  otiier  times  whenever  1,000  pounds  of  <^mi^igf^m  bave  accumulated,  (c)  The  re 
9  A.  M.  and  firing  continued  until  6  P.  M.    It  cools  over  night  and  is  opened  the  x 


The  retort  residue  contains,  in  addition  to  gold  and  silver,  base  metals  (chiefly 
lead,  copper,  arsenic  and  antimony)  which  were  not  removed  at  the  time  of  clean- 
ing the  amalgam  and  were  not  volatilized.  It  also  contains,  according  to  Rose, 
at  least  0.1%  mercury,  which  can  be  driven  off  only  by  melting.  This  seems  a 
very  low  figure  to  the  author.  The  amount  of  base  metals  in  the  residue  will 
vary  with  the  conditions,  such  as  the  kind  of  ore,  the  purity  of  the  water,  the 
care  taken  not  to  scrape  plates  to  bare  copper  and  the  care  in  cleaning  amal- 
gam. Thus  in  Mill  56  where  the  conditions  are  very  favorable,  the  retort  residue 
is  935  to  956  fine  in  gold  and  is  shipped  direct,  thereby  saving  the  cost  and  labor 
of  melting.  On  the  other  hand,  the  retort  residue  at  the  Peak  Hill  mine,  New 
South  Wales,  was  a  black  mass  of  copper  oxide,  iron  and  gold  caused  by  the  ac- 
tion of  acid  watfer  containing  copper  sulphate  upon  fine  particles  of  iron  causing 
them  to  amalgamate.^' 

§  561.  Loss  IN  Weight  by  Retorting  or  the  Proportion  of  Bullion  in 
Amalgam  after  Squeezing. — This  varies  within  rather  wide  limits.  Where 
the  gold  is  coarse  the  percentage  of  bullion  will  be  higher  than  where  it  is  fine, 
owing  to  the  presence  of  unpenetrated  nuggets.  The  harder  the  amalgam  is 
squeezed,  the  higher  it  will  retort.  Working  it  in  warm  water  also  tends  to  raise 
its  per  cent.  The  evidence  indicates  that  where  unpenetrated  nuggets  are  ab- 
sent, the  contents  of  gold  will  always  fall  a  few  per  cent,  below  the  theoretical 
40%'  of  No.  2  amalgam,  owing  to  a  little  remaining  No.  1  amalgam  in  its 
interstices.  Since  coarse  gold  is  caught  nearer  the  battery  than  fine,  it  follows 
that  amalgam  from  the  head  of  the  plates  loses  less  than  that  from  the  foot.  The 
figures  which  the  author  has  obtained  from  the  mills  are  given  in  Table  349,  and 
show  that  squeezed  amalgam  contains  from  17  to  60%  bullion. 

TABLE  349. — ^percentage  OF  BULLION  IN  SQUEEZED  AMALGAM. 


MiU. 

Percent. 

Mill. 

Percent. 

66 

66,78  and  74... 

About  60 

88 
88  to  40 
80  to  60 

About  88 

Caledonia 

88 
96 

17 

85  to  86 

7  to  10 

Harshaw  (Silver). 

67 

Twelve  Apostles  (summer) 
Twelve  Apostles  (winter). 

69 

Mills  66,  the  Caledonia  and  the  Deadwood  Terra  are  all  near  together  in  the 
Black  Hills,  but  they  form  a  decreasing  series.     In  the  second  the  amalgam  is 
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rot  so  carefully  cleaned  as  in  the  other  two,  while  in  the  third  the  gold  is  finer 
than  in  the  other  two.  The  per  cent,  given  for  Mill  66  is  the  average  of  the  mill- 
Samples  taken  from  the  head  of  the  plates  retorted  35  to  37%,  while  those 
from  the  tail  retorted  only  20  to  22%.  Silver  amalgam  gives  a  much  lower  per 
cent,  of  bullion  than  gold.  There  are  three  things  which  would  cause  the  per  cent, 
of  bullion  in  silver  amalgam  to  be  different  from  that  in  gold  amalgam.  First, 
the  specific  gravity  of  silver  is  only  a  little  over  one-half  that  of  gold.  Second,  silver 
amalgam  usually  contains  no  unpenetrated  nuggets.  Third,  silver  may  be  com- 
bined with  mercury  in  different  proportion  than  gold.  The  first  and  second  would 
tend  to  lower  the  per  cent,  of  bullion  in  silver  amalgam,  while  the  third  would 
either  reduce  or  increase  it  as  the  case  might  be. 

§  562.  Melting. — The  residue  left  in  the  retort  is  taken  out,  cut  up,  if  neces- 
sary, and  melted  in  a  graphite  crucible  in  a  pot  furnace.  Before  a  graphite  cruci- 
ble is  used  for  the  first  time  it  should  be  annealed  by  drying  it  thoroughly  and 
then  gradually  heating  it  upside  down  until  it  is  red  hot.  Louis  recommends 
good  clay,  or,  better.  Salamander  crucibles,  especially  where  fluxes  are  to  be 
used,  as  the  latter  cut  the  graphite  crucibles  badly.  The  diameter  of  the  furnace 
should  be  at  least  5  or  6'  inches  larger  than  the  outer  diameter  of  the  crucible^ 
and  should  allow  of  5  inches  space  between  the  bottom  of  the  crucible  and  the 
grate.  Charcoal,  or,  better,  coke  should  be  used  for  fuel.  The  crucible  usually 
rests  on  a  brick  on  the  grate,  and  is  heated  hot  before  the  metal  is  put  in.  A 
cover  is  used  so  that  the  crucible  is  imbedded  in  fuel.  The  common  fluxes  used 
are  borax,  soda,  nitre,  and  silica.  The  more  soda  used  the  more  liquid  the  slag 
is,  and  the  better  for  pouring ;  the  more  silica,  the  higher  will  be  the  fineness  of 
the  bullion,  but  the  slag  is  more  pasty  and  liable  to  contain  shots.  Nitre  eats  the 
crucible  and  is  best  not  added  until  near  the  end  of  the  process;  its  office  is  to 
oxidize  copper,  lead,  iron,  etc.  Some  mills  add  a  little  corrosive  sublimate  near 
the  finish  after  the  slag  is  skimmed  off.  The  pouring  should  be  delayed  from  two 
to  ten  minutes  after  its  addition,  until  the  white  fumes,  which  are  poisonous,  are 
all  off.  Its  action  is  to  give  off  chlorine,  which  combines  with  and  volatilizes  any 
arsenic  or  antimony  present. 

The  slag  which  is  formed  on  top  may  be  skimmed  off  by  passing  over  the  sur- 
face a  flat  coiled  rod  of  cold  iron,  or  the  slag  may  remain  on  and  be  poured  with 
the  metal  into  the  ingot  moulds.  Just  before  pouring,  the  contents  of  the  crucible 
are  well  stirred  with  a  graphite  paddle.  After  pouring  where  the  slag  has  not 
been  removed,  as  soon  as  the  gold  has  set,  the  mould  is  overturned  into  a  bucket 
of  water  when  the  slag  will  easily  separate  from  the  metal.  Cast  iron  ingot 
moulds  of  various  sizes  are  used  which  are  smoked  evenly  by  inverting  over  a  fire 
of  cotton  waste,  coal  oil. and  pitch  or  rosin  and  then  heating.  Washing  with  oil 
is  often  used  instead  of  smoking.  When  the  ingot  is  cold,  it  is  sampled  by  taking 
two  chips  from  diagonally  opposite  comers,  and  then  shipped  to  the  U.  S.  Mint 
or  to  any  bullion  dealer.  The  slag  always  contains  more  or  less  gold,  and  it  is 
either  remelted  to  settle  out  most  of  the  shots  and  the  partly  cleaned  slag  sold  to  a 
smelter,  or  else  it  is  run  through  the  stamp  battery  along  with  old  crucibles. 

At  Mill  66  it  takes  four  hours  to  melt  four  bars,  weighing  1,000  to  1,400  ounces 
each,  and  the  graphite  crucible  lasts  8  to  12  charges.  The  cast  ingot  always 
weighs  less  than  the  retort  residue.  In  Mill  66  the  difference  was  1^%^  while 
in  the  Caledonia  mill,  where  the  amalgam  is  cleaned  less  carefully,  the  loss  was 
7%.  There  is  also  less  gold  in  the  cast  ingot  since  some  has  gone  into  the  slag 
and  adhered  to  the  walla  of  the  crucible.  The  loss  of  gold  in  this  way,  however, 
can  be  reduced  to  practically  nothing  by  sending  the  slags,  old  crucibles,  flue 
dust,  etc.,  back  to  the  stamps  or  to  the  clean  up  barrel. 

All  the  foregoing  applies  to  gold  mills.  In  silver  mills  the  process  of  melting 
18  very  similar  except  that  it  is  done  on  a  much  larger  scale.    Small  reverberatory 
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furnaces  are  sometimes  used;  fine  charcoal  is  sprinkled  over  the  ingot  directly 
after  pouring,  to  prevent  sprouting  and  the  sampling  of  the  ingot  is  done  by  taking 
borings  from  both  the  top  and  bottom. 

Sampling  a  gold  or  silver  ingot  requires  special  care,  since  if  there  is  even  a 
small  amount  of  other  metal  present  liquation  will  occur,  enriching  either  the  top 
or  the  bottom  of  the  ingot.  In  this  case  a  dip  sample  taken  after  stirring  and 
just  gefore  pouring  is  preferable  to  either  boring  or  cutting  diagonally  opposite 
oomers  of  the  ingot. 

§  663.  Fineness  op  Bullion. — The  ingot  after  melting  contains  gold,  silver 
and  almost  invariably  a  small  amount  of  base  metals,  usually  copper  and  iron. 
The  amount  of  gold  or  silver  in  it  is  given  by  its  fineness  or  number  of  parts  in  a 
thousand ;  thus  to  say  that  bullion  is  800  gold  fine  means  that  out  of  1,000  parts 
bullion,  800  parts  or  80%-  are  gold.  The  fineness  of  the  bullion  will  vary  in  dif- 
ferent mills  according  to  the  constituents  of  the  ore  and  water,  the  condition  of 
the  plates  and  the  care  that  is  taken  in  cleaning  amalgam.  The  composition  of 
the  bullion  from  a  few  of  the  mills  is  given  in  Table  350  to  show  the  variation 
that  may  occur,  and  these  do  not  include  extremes.  Perhaps  the  average  fine- 
ness in  gold  is  about  800.  The  increase  in  base  metal  contents  in  the  Caledonia 
mill  over  Mill  66  is  due  to  less  care  in  cleaning  amalgam. 


TABLE 

360.— FINENESS  OF  BULLION. 

Mffl  Number. 

Fineoeisin 

Mill  Number. 

FineoeBS  in 

Gold. 

Sn^er. 

BaseMetalB. 

Gold. 

Silver. 

Baae  Metals. 

60 

985  to  960 

806 

806 

880 
900to908 

000 

i«:---:i 

840  to  800 
600  to  000 

16 

60  to  600 

060 

996 

196  to  140 
400  to  600 

750 
400  to  860 

800 

188 

fiO 

61 

06 ,..,... 

106 

16 

07 

86 

Caledonia. 

60 

08 i.... 

890 

80 

§  664.  Care  and  Purification  of  Mercury. — The  mercury  or  No.  1  amal- 
gam that  is  separated  by  straining  is  generally  used  over  a^ain  in  the  mill,  as 
the  small  amount  of  gola  and  silver  which  it  contains  makes  it  a  better  agent  for 
catching  gold  than  pure  mercury.  If,  however,  it  contains  besides  these  a  con- 
siderable amount  of  impurities,  such  as  base  metals  (lead,  copper,  iron,  bismuth, 
arsenic  and  antimony)  and  their  compounds,  it  is  best  to  clean  it  before  using  it 
over.  Impure  mercury  is  easily  recognized  by  the  fact  that  globules  are  pear- 
shaped  with  tails  in  flowing  down  over  a  glass  plate  or  a  gold  pan,  and  they  do 
not  unite  readily.  It  will  also  leave  a  film  on  rough  blotting  paper,  and  when 
shaken  in  a  bottle  with  dry  air  a  black  powder  forms  on  the  surface.  On  the 
other  hand,  pure  mercury  gives  brighter  hemispherical  globules  and  exhibits  none 
of  the  properties  just  mentioned.  Mercnry  may  be  made  somewhat  brighter  and 
livelier  by  the  addition  of  sodium  amalgam,  the  action  of  which  in  partially  re- 
moving impurities  has  already  been  explained  in  §  626.  At  the  Haile  gold  mine'^ 
sodium  phosphate  is  used  to  make  the  mercury  bright  and  lively.  Louis  Janin, 
Jr.,*  reports  that  zinc  amalgam  made  by  amalgamating  zinc  with  the  aid  of  sul- 
phuric acid  has  been  very  successfully  used  in  the  pan  amalgamation  of  silver 
ores  for  restoring  mercury  in  a  foul  condition  to  a  state  of  purity.  Eetorting  at 
a  low  temperature,  having  the  retort  only  half  full,  and  using  a  cover  1  or  2  inches 
thick  of  charcoal  powder  or  quicklime  will  remove  the  most  of  the  impurities. 
Charcoal  powder  prevents  the  formation  of  any  volatile  oxides,  as  of  lead.  The 
(Quicklime  breaks  up  any  sulphides  or  arsenides  contained  in  commercial  quick- 
silver,  and  which  might  distil  over  without  being  broken  up. 

Impurities  held  in  suspension  in  mercury  may  be  removed  by  allowing  it  to 
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run  through  a  cone  made  of  two  or  three  thicknesses  of  filter  paper  or  blotting 
paper  which  has  a  pin  hole  at  the  apex  of  the  cone.  Small  amounts  of  impuri- 
ties may  be  removed  by  treatment  with  caustic  potash,  dilute  acids,  potassium 
cyanide,  etc.  This  may  be  done  by  keeping  the  mercury  covered  by  one  of  these 
agents  and  stirring  occasionally,  or  it  may  fall  in  a  thin  stream  or  spray  through 
a  column  of  the  agent  four  or  five  feet  high.  Mercury  should  be  kept  in  a  glass, 
earthenware,  or  porcelain  lined  vessel  under  a  layer  of  weak  potassium  cyanide 
solution  or  dilute  nitric  acid  (1  part  acid  to  4  of  water).  The  mercury  is  drawn 
oft  from  a  stop  cock  in  the  bottom,  as  desired,  and  is  washed  with  water  before 
using.  The  use  of  two  such  vessels  allows  time  for  the  impurities  to  be  removed 
in  one  while  mercury  is  being  used  from  the  other. 

One  instance  is  reported  where  bismuth  is  present  in  the  ore  and  finds  its  way 
into  the  mercury.  To  remove  it  from  mercury,  the  mercury  is  placed  in  a  retort 
and  partly  distilled ;  then  the  retort  is  cooled  and  crystals  of  the  compound  of 
bismuth  and  mercury  (BiHgx)  which  collect  on  the  surface  of  the  mercury  in  the 
retort  are  removed  and  distilled  separately.  The  bismuth  residue  contains  about 
25%  gold,  which  is  shipped  to  refinery. 

§  665.  Loss  OP  Mercury. — The  amount  of  the  loss  of  mercury  per  ton  of  ore 
has  already  been  given  in  §  186.  It  seems  proper  to  sum  up  here  the  various  ways 
in  which  losses  may  occur.  The  remedies,  as  far  as  known,  have  been  previously 
given  in  §  526.  (1)  Flouring  is  the  source  of  the  greatest  loss.  There  will  always 
be  some  floured  mercury  and  amalgam  which  is  in  such  a  fine  state  of  division 
that  it  will  escape  the  mercury  traps  and  go  into  the  concentrates  or  the  tailings. 
This  loss  is  less  the  oftener  the  plates  are  cleaned.  (2)  Mercury  may  adhere 
to  a  bright  spot  on  metallic  particles,  for  example,  included  grains  of  gold,  and 
pass  beyond  the  traps.  (3)  Mercury  may  be  lost  by  forming  an  amalgam  with 
copper  or  lead,  which  is  lighter  than  mercury  and  liable  to  be  lost.  (4)  Mer- 
cury may  be  lost  mechanically  in  many  ways  by  careless  handling.  If  spilled  on 
the  floor  it  divides  into  little  globules  which  cannot  all  be  recovered.  The  loss 
in  this  way  may  be  reduced  by  handling  mercury  as  far  as  possible  under  water, 
which  acts  as  a  blanket  and  prevents  spattering.  (5)  In  retorting,  a  small 
amount  of  mercury  (0.1%  or  over)  is  always  retained  in  the  retort  residue  and 
is  lost  in  melting;  a  small  amount  probably  also  escapes  into  the  air.  (6)  The 
evaporation  of  mercury  at  ordinary  temperatures  is  a  hardly  appreciable  source 
of  loss.  (7)  Tinder  certain  conditions  there  may  be  a  small  chemical  loss.  Thus 
sulphate  of  copper  in  the  battery  water  may  be  decomposed  by  mercury,  form-, 
ing  soluble  sulphate  of  mercury  and  a  copper  amalgam.  This  chemical  loss  is  a 
great  source  of  loss  in  pan  amalgamation. 

§  566.  Losses  op  Gold  in  Amalgamation. — ^This  may  take  place  in  any  or 
all  of  the  following  ways:  (1)  Flotation  of  fine  grains  which  do  not  come  in 
contact  with  the  mercury.  Having  numerous  drops  in  the  line  of  plates  and  using 
a  small  amount  of  water  reduces  this.  (2)  Included  grains  in  which  the  gold  is 
surrounded  by  gangue.  Finer  crushing  helps  to  avoid  this.  These  grains  will  be 
caught  in  many  cases  by  the  concentrates.  (3)  Busty  gold,  including  gold  sur- 
rounded by  a  film  of  any  foreign  substance  which  prevente  it  from  coming  in  con-r 
tact  vrith  mercury.  The  remedies  for  this  are  the  same  as  for  (2).  (4)  Com- 
pounds of  gold,  such  as  telluride.  These  may  be  saved  on  the  concentrating  ma- 
chines unless  crushed  too  fine.  (5)  Sickened  or  floured  mercury  which  is  unable 
to  properly  attack  the  gold  or  is  so  fine  as  to  be  lost  in  the  tailings  and  may  carry 
gold  in  solution.  The  remedies  for  flouring  previously  given  reduce  the  loss  in 
this  way. 
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CHAPTER  XVIIi. 

MISCELLANEOUS  PROCESSES  OF  SEPARATION. 

This  chapter  includes  operations  of  occasional  application^  such  as  Magnetic 
Concentration  and  Roasting  for  AJagnetism,  Pneumatic  Concentration  and  the 
following  minor  processes: 

Separation  by  Centrifugal  Force, 

Roasting  for  Porosity, 

Heating  for  Decrepitation, 

Disintegration  Followed  by  Screening, 

Disintegration  Followed  by  Settling  or  Elutriation, 

Weathering, 

Adhesion. 

Magnetic  Concentration. 

§  567.  When  Applicable. — Magnetic  separation  has  been  confined  in  prac- 
tice almost  entirely  to  the  separation  of  iron  ores  from  gangue,  or  from  other 
heavy  minerals.  Magnetite  has  been  separated  directly,  as  in  Mills  89  and  91, 
but  limonite,  hematite  and  siderite  have  almost  always  been  given  a  preliminary 
roasting  to  convert  them  into  the  magnetic  oxide,  as  in  Mill  93.  The  separation 
of  blende  from  pyrite,  or  other  iron  ores,  which  can  be  only  imperfectly  done 
in  the  wet  way,  is  readily  effected  magnetically  after  a  preliminary  roasting  to 
convert  the  iron  ore  to  magnetic  sulphide  or  oxide.  Recent  advances  in  the 
design  of  magnetic  separators  have  led  to  their  use  directly  on  ores  containing 
iron  or  manganese,  which  are  only  weakly  magnetic.  Thus,  in  Mill  92,  frank- 
linite,  garnet,  tephroite  and  fowlerite  are  separated  from  zinc  ores.  Tests  have 
also  shown  that  hematite,  limonite  and  siderite  can  be  separated  from  their 
gangue  in  this  way. 

In  regard  to  the  separation  of  minerals  other  than  iron  ores,  although  the 
author  Imows  of  no  plants  in  operation,  y€ft  small  scale  tests  have  made  a  separa- 
tion on  many  minerals  which  lie  so  near  one  Another  in  specific  gravity  as  to  pre- 
clude a  separation  in  the  wet  way.  Among  these  separations  are  (1)  rutile  from 
apatite,  (2)  rutile,  garnet  and  monazite  from  one  another,  (3)  garnet  from 
gametiferous  rocks  and  schists,  (4)  garnet  and  other  injurious  iron  minerals 
from  corundum,  (5)  siderite  from  cryolite,  (6)  emery  from  gangue.  Where 
the  two  minerals  to  be  separated  lie  very  close  to  one  another  in  their  magnetic 
properties,  they  must  be  very  closely  sized  before  treating.  Sometimes  they 
are  so  close  that  a  separation  is  impossible,  as  was  the  case  with  a  certain 
chromite  ore  which  was  to  be  separated  from  serpentine. 

In  addition  to  iron  ores,  magnetic  separation  has  been  applied  to  various  waste 
products ;  for  example,  to  the  separation  of  iron  in  the  form  of  scrap  and  shots 
from  blast  furnace  refuse,  and  in  the  Bessemer  process;  also  to  the  separation 
of  iron  from  brass  turnings  in  machine  shops. 

§  668.  Designing  of  Electromagnets. — Steel  bars  may  be  magnetized  and 
retain  more  or  less  magnetism  indefinitely.  Bars  of  soft  wrought  or  of  cast 
iron  may  be  magnetized  by  electric  currents  in  surrounding  coils  of  insulated 
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copper  wire.  These  iron  bars  form  electromagnets  as  long  as  the  current  flows, 
and  on  account  of  their  greater  strength  and  certainty,  are  preferred  to  the 
relatively  weak  and  uncertain  permanent  steel  magnets  for  practically  all  mag- 
netic machines. 

All  magnets  have  north  and  south  poles  and  would,  if  suspended,  line  them- 
selves up  with  the  compass  or  magnetic  meridian  of  the  earth.  The  poles  of  an 
electromagnet  may  be  reversed  by  simply  reversing  the  direction  of  flow  of  the 
electric  current.  The  magnetism,  or  magnetic  fleld  can  be  obtained  of  different 
intensities  ranging  from  indefinitely  weak  to  a  certain  maximum  of  strength. 
For  application  to  the  purposes  of  separation  of  ores,  it  is  necessary  to  be  able 
to  control  the  intensity  of  the  fleld  for  any  speciflc  separation.  Thus  magnetite, 
a  strongly  attracted  substance,  may  be  separated  from  apatite  by  a  comparatively 
weak  magnet,  while  the  separation  of  franklinite  from  willemite  and  calamine 
requires  a  magnetic  fleld  of  high  intensity,  and  a  higher  still  to  separate  red 
garnet,  a  very  weakly  magnetic  substance,  from  corundum.  The  intensity  of  the 
magnetic  fleld  depends  on  the  size  of  the  magnet,  the  form  of  it,  the  distance 
between  the  body  to  be  attracted  and  the  magnet,  and  the  number  of  ampere- 
turns  in  the  magnet  coil,  that  is,  the  product  of  the  amperes  of  current  flowing 
in  the  coil  times  the  number  of  turns  around  the  core. 

The  unit  of  magnetic  fleld  used  by  electricians  is  represented  by  one  magnetic 
line  of  force  per  square  centimeter.  We  have  one  line  of  force  or  a  unit  fleld 
whenever  over  one  square  centimeter  there  is  a  pull  of  one  dyne  (1.019368  mg.) 
upon  a  magnetic  pole  placed  in  it.  The  conception  of  lines  of  force  expresses 
also  direction  as  well  as  quantity.  A  unit  pole  is  deflned  as  a  pole  which  gives 
1  dyne  pull  upon  a  similar  pole  of  opposite  polarity  placed  at  1  centimeter  dis- 
tance from  it.     To  get  a  practical  understanding  of  the  lines  of  force  we  mav 


PIG.  464. 


Fio,  455. 


FIO.  466. 


employ  MaxwelFs  law  that  magnetic  attraction  varies  as  the  square  of  the  num- 

B^  A 
ber  of  lines  of  force  or  P  (dvnes)  =—3--'  where  P  represents  the  attraction  or 

pull  in  dynes,  B  represents  the  intensity  of  fleld  or  number  of  lines  per  square 
centimeter  and  A  represents  the  area  of  the  fleld.     Eeversing  this  formula,  we 

get  B  =  j/f-LL.  To  illustrate  the  application  of  this  let  us  suppose  that  the 

attraction  between  the  poles  N  and  S  of  Fig.  456  has  been  found  to  be  200  dynes 
and  the  area  of  each  pole  face  is  2  square  centimeters.     Then  the  average  number 

of  lines  of  force  per  square  centimeter  is|/ -^  or  50.13. 

2 

The  magnetic  lines  existing  around  magnets  are  well  illustrated  by  Figs.  454, 
455  and  466.  These  three  flgures  show  a  varying  amount  of  dispersion  or  scat- 
tering of  the  lines  of  force.  Fig.  454  shows  the  most  dispersion  and  Fig.  456 
shows  the  greatest  concentration. 


J 
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§  569.  It  is  possible  in  this  work  to  give  only  the  prominent  points  on  the 

theory  and  design  of  electromagnets.     Magnetic  lines  of  force  are  analogous  to 

electric  currents.     They  both    form    closed    circuits.     Corresponding    to    the 

strength  of  the  electric  current  there  is  the  number  of  magnetic  lines  of  force 

produced;  to  the  resistance  of  the  electrical  circuit  corresponds  the  reluctance, 

as  it  is  called,  which  opposes  the  magnetic  lines  of  force;  and  finally,  in  place 

of  the  electromotive  force,  which  tends  to  cause  electrical  currents,  there  is  the 

magnetomotive  force  which  tends  to  produce  magnetic  lines  of  force.    Just  as 

XL      i.      _i.i_    ^    1    X  •    1  J.  electromotive  force  ,       . , 

the  strength  of  electncal  current=   — :— -r—. — t-. — \ — : rr  so  aJao   the 

resistance  of  electrical  circuit 

,        .  ^.    -.         .  ^  magnetomotive  force 

number  of  magnetic  Imes  of  force  =  — ^ — : °     ^, -, — -. r;  . 

°  reluctance  of  the  magnetic  circuit 

The  magnetomotive  force  in  a  magnetic  circuit  is  directly  proportional  to  the 
number  of  ampere-turns;  the  reluctance  is  directly  proportional  to  the  length 
of  the  circuit  and  inversely  proportional  to  the  sectional  area,  and  likewise,  to 
the  permeability  of  the  substances  in  the  circuit. 

By  the  term  permeability,  commonly  denoted  by  ^,  is  meant  a  numerical 
coefficient  which  expresses  how  much  greater  the  number  of  lines  generated  in 
a  substance  by  a  given  magnetomotive  force  is  than  those  which  would  be  gen- 
erated in  air  by  the  same  force.  For  example,  a  magnetomotive  force  which 
will  produce  H  magnetic  lines  per  square  centimeter  in  air,  will  produce  B 
magnetic  lines  per  square  centimeter  in  a  piece  of  soft  annealed  iron.    The 

ratio  -jy  IB  fA.  The  permeability  of  air  and  all  the  non-magnetic  ma- 
terials is  practically  1;  that  of  magnetic  substances  is  greater  than  1.  The 
value  U  is  generally  used  as  a  measure  of  the  magnetomotive  force.  The  per- 
meability of  iron  is  of  special  interest  as  it  varies  with  the  magnetomotive  force 
and  with  the  kind  of  iron.  This  is  well  shown  by  Fig.  457,  where  the  mag- 
netomotive force  H,  or  a  number  of  lines  per  square  centimeter  in  air,  is  plotted 
ns  abscissae  and  the  corresponding  number  of  lines  B  per  square  centimeter  in 
iron  is  plotted  as  ordinates.  For  annealed  wrought  iron  and  cast  iron  this 
relation  is  also  given  in  Table  361. 

TABLE  361. — ^PERMEABILITY. 


Annealed  Wrought  Iron. 

Annealed  Wrought  Iron. 

Gray  Cast  Iron. 

B. 

H. 

f^' 

B. 

H. 

/I. 

B. 

H. 

/<. 

5,000 

1.66 

S,000 

15,000 

28.5 

626 

4,000 

5 

800 

9,000 

4 

2,260 

16,000 

60 

820 

5,000 

10 

500 

10,000 

5 

2,000 

17,000 

106 

161 

6,000 

21.5 

279 

11,000 

6.5 

1,682 

18,000 

200 

00 

7,000 

42 

188 

12,000 

8.5 

1,412 

19,000 

860 

64 

8,000 

80 

100 

13,000 

12 

1.088 

20,000 

666 

80 

9,000 

127 

71 

14,000 

17 

828 

10,000 
11,000 

188 
202 

68 

87 

It  will  be  seen  that  iron  does  not  give  a  proportional  increase  in  B  for  an  in- 
crease in  H,  and  consequently,  the  permeability  decreases.  It  is  not  possible 
to  get  a  value  of  B  in  soft,  annealed  iron  much  above  20,000,  without  using 
an  enormous  magnetomotive  force,  and  this  point  is,  therefore,  called  the  point 
af  saturation  of  the  iron.  In  designing  electromagnets  it  is  generally  not  good 
economy  to  let  B  go  above  16,000  for  wrought  iron,  or  above  6,000  for  cast  iron, 

§  670.  It  is  possible  to  express  the  number  of  lines  of  force  in  a  magnetic 
circuit  by  a  formula.  Let  S  denote  the  number  of  turns  in  the  coil;  let  f 
denote  the  strength  of  the  current,  that  is,  the  number  of  amperes;  let  I  be 
the  length  of  the  circuit  in  centimeters  and  A  the  area  of  its  cross  section  in 
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square  centimeters;  let  u  denote  the  permeability  as  before,  and  let  N  be  the 
total  number  of  magnetic  lines  flowing  through  the  circuit,  or  as  it  is  frequently 
called,  the  magnetic  flux. 

4cie  Si 
Then  magnetomotive  force=     ^^    =1.257  Si, 

I 
Magnetic  reluctance=  2-t — . 

4^Si 
/_         10 


Magnetic  flux,  N= 


I 


Am 


The  symbol  2  is  to  indicate  a  summation  where  different  parts  of  the  mag- 


0       i        !•  W  10  40  BO 

FIG.  457. — CURVES  OF  PERMEABILITY 
OF  DIFFERENT  KINDS  OF  IRON. 


FIG.  458. — ^ELEOTROMA€h 
NET  USED  FOR  LEAK- 
AGE EXPERIMENTS. 


netic  circuit  are  not  all  of  the  same  size  and  material.  In  that  case  the  reluc- 
tance of  each  part  must  be  calculated  separately  and  all  finally  added  together. 
The  last  formula  shows  how  to  calculate  the  strength  of  field  of  a  magnet 
already  constructed.  What  is  more  frequently  desired  is  to  construct  a  magnet 
which  will  give  a  certain  strength  of  field.  The  various  steps  to  accomplish 
this  are  as  follows: 

(1)  Decide  on  the  strength,  length  and  area  of  cross  section  of  the  field 
or  air  gap  between  the  poles.  Since  the  best  wrought  iron  cannot  economically 
carry  more  than  16,000  magnetic  lines  per  square  centimeter,  it  follows  that 
the  number  of  lines  per  square  centimeter  in  the  air  gap  cannot  go  beyond  this, 
and  for  economy  it  will  be  much  below.  Let  it  be  assumed,  for  a  specific  example, 
that  a  field  of  4,000  lines  per  square  centimeter  is  desired  over  an  area  of  lOQ 
square  centimeters,  or  400,000  lines  in  all.  i 

(2)  Estimate  the  leakage  or  the  number  of  extra  lines  which  it  will  be 
necessary  to  produce  in  order  to  attain  the  desired  strength  of  field.  The 
number  of  these  extra  lines  which  depart  from  the  circuit  of  the  main  body 
of  lines,  will  depend  upon  the  shape  of  the  magnet  and  the  length  of  the  ;air 
gap.  A  magnet  like  that  of  Fig.  455,  has  more  leakage  than  one  like  Fig.  466. 
The  amount  of  leakage  can  be  only  roughly  estimated.  For  a  magnet  like 
the  last,  with  an  air  gap  of  J  inch,  it  may  be  about  0.3  of  the  useful  lines,  and 
for  larger  air  gaps  it  will  be  greater.  Probably  in  no  case  will  it  ever  be  over 
twice  the  number  of  useful  lines  even  in  a  poorly  designed  magnet  of  the  form 
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of  Fig.  466.  This  leakage  is  always  a  very  important  quantity  in  all  electro- 
magnets. To  give  an  idea  of  its  variations,  the  following  results  of  experi- 
ments made  by  Thompson  on  a  magnet,  as  shown  in  Fig.  458,  are  given  in 
Table  352.  The  cores  of  the  magnet  were  13-mm.  diameter,  and  the  coil 
consisted  of  178  turns.  The  three  coils  A,  B,  and  C,  were  connected  with  gal- 
vanometers and  served  to  show  the  number  of  magnetic  lines  of  force  wfiich 
.passed  through  them  under  different  conditions. 

TABLE  352. — LEAKAGES  IN  THE  MAGNETIC  CIRCUIT  OF  FIG.  458. 


Positioo  of  Armature. 

Number  of  Lines  per  Square 
Centimeter. 

P06iti<Mi  of  Armature. 

Number  of  Lines  per  Square 
Centimeter. 

At  A. 

At  A 

At  C. 

At^. 

AtB. 

At  C. 

With  Current  of  0.7  Ampere. 

With  Current  of  8.7  Amperes. 

Xix  c^ntnot. ............ 

19,506 
1.668 
1449 
1,014 
076 

18,870 
8,168 
1,487 
1,061 

676 

14,190 
8,786 
S880 
8,088 
1,090 
1,868 

In  contact. 

80,940 
6,610 

88,880 
7,668 
8,788 
8,846 
9.704 
9,886 

88.960 

6  mm.  from  poles. 

10  mm.  from  poles 

Removed 

1  ram.  from  poles 

8  mm.  from  poles 

5  mm.  from  poles 

10  mm.  from  poles 

Removed 

11,881 
9,808 
7,480 
7,008 
6^487 

With  Current  of  1 .7  Amperes. 

With  Current  of  6.7  Amperes. 

In  contact. 

18,840 
9,670 
8,866 
1,858 
811 

19,500 
8,881 
8,889 
8,809 
1,868 
1,808 

80,888 
6,408 
5,079 
5,949 
8.881 
8,041 

In  contact 

1  mm.  from  poles 

8  mm.  from  poles 

5mm.  from  poles 

10  mm.  from  poles 

Removed 

81,980 
8,110 
5,611 
4,066 
8,089 

88.660 
10,810 
8,464 
6,878 
4,067 
8,681 

84,040 
17,880 
16,886 
18,687 
10,148 
9,795 

1  mm.  from  poles 

9  mm.  from  poles 

5  mm.  from  poles 

10  mm.  from  poles 

Removed 

Let  it  be  assumed  for  the  special  magnet  outlined  in  (1),  that  an  air  gap 
of  i-inch  length  is  desired.  Then  the  number  of  magnetic  lines  of  force  to  pass 
through  the  iron  core  will  not  be  400,000,  but  will  be  1.3  times  400,000  or 
520,000. 

(3)  Calculate  the  size  of  core.  Since  the  iron  cannot  economically  carry 
more  than  16,000  lines  per  square  centimeter,  it  follows  that  the  cross  section 

of  the  core  must  be      ^^nAQ   ^^  32^   square  centimeters,  which  corresponds 

to  a  diameter  of  6.4  centimeters. 

(4)  Determine  the  length  of  the  core,  yoke  and  pole  pieces.  The  length  of 
the  core  has  to  be  assumed  and  the  calculation  carried  through;  if  at  the  end 
it  is  found  that  a  wrong  length  has  been  assumed,  then  another  value  is  taken 
and  the  calculation  repeated.  A  good  figure  of  length  of  core  to  assume  for 
the  first  calculation  is  to  make  the  length  equal  to  4|  times  its  diameter.  The 
length  of  the  yoke  and  also  of  the  pole  pieces  (if  any  are  used),  must  be  deter- 
mined at  this  point.  These  lengths  should  be  as  short  as  possible  consistent 
with  ample  space  for  the  winding  of  the  cores.  The  yoke  may  economically  be 
made  of  larger  cross  section  than  the  cores.  Let  it  be  assumed  for  the  calcula- 
tion that  each  core  be  28.8  cm.  long,  the  yoke  21  cm.  long  and  each  pole  piece 
10.2  cm.  long.     This  makes  a  total  length  of  99  cm. 

(5)  Calculate  the  ampere-turns  required.    This  may  be  readily  done  by  refer- 

4:^  8i 


ring  to  the  formula  for  magnetic  flux: 


N^ 


^      10 


I 


which  transposed  is  ^'==t^  XiV  X  2  -j — . 

In  the  magnet  under  consideration  this  formula  has  to  be  applied  separately 
to  the  air  gap  and  to  the  cores,  yoke  and  pole  pieces.     For  the  air  gap,  jY= 
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400,000,  I  =  0.636  cm.  (J  inch),  A  =  100  sq.  cm.  and  /« =  1,  and  the  number  of 
ampere  turns  required  will  be  Si=—^  X  400,000  X    ^'^^^    =  2,021.      (I) 

For  the  iron  cores,  yoke  and  pole  pieces,  iV^— 620,000;  1=99  cm.,  the  total 
length  of  iron,  that  is,  of  cores,  yoke  and  pole  pieces ;  A  =  32^  sq.  cm.,  except 
at  the  ends  of  the  pole  pieces  which  may  be  neglected,  and  M,  as  given  in  Table 
351  for  a  value  of  5=16,000,  is  320.     Hence  the  number  of  turns  required  for 


99 


.=  3,939. 


(11) 


the  iron  will  he  Si  =  }-  X  620,000  X^^-     -.^^ 
4  'T  32.5  X  3540 

The  sum  of  (I)  and  (II)  or  6,060  is  the  total  number  of  ampere-turns  required. 

(6)  Calculating  the  winding.  The  number  of  turns  required  may  be  obtained 
by  dividing  the  total  number  of  ampere-turns  by  the  strength  of  the  current 
in  amperes,  which  latter  will  vary  with  the  source  of  power.  Having  obtained 
the  number  of  turns  necessary,  it  would  seem  that  the  desired  result  had  been 
attained,  but  there  is  a  certain  amount  of  heat  generated  by  the  current  in 
any  coil  of  wire,  which  is  retained  in  proportion  as  the  depth  of  the  coil  in- 
creases, and,  therefore,  puts  a  limit  upon  the  depth.  The  calculation  of  the 
heating  involves  the  use  of  wire  tables  such  as  are  given  on  page  178  of  Thomp- 
son's Lectures  on  the  Electromagnet. 

(7)  Be-calculation.  It  will  very  likely  be  found  at  the  end  that  a  wrong 
length  has  been  assumed,  either  too  short  so  that  the  coils  are  wound  too  deep, 
or  too  long  so  that  the  coils  are  stretched  out  unnecessarily,  and  the  depth  of 
the  coils  is  much  less  than  what  it  might  be.  In  either  case  another  length 
should  be  assumed  and  the  calculation  repeated.  In  fact,  it  is  often  necessary 
to  repeat  a  half  dozen  times  or  more,  and  then  by  comparing  the  various  results, 
to  see  which  possesses  the  maximum  advantage  with  regard  to  the  weights 
of  material  used  and  the  amount  of  current  required. 

§  671.  Where  there  is  a  large  air  gap  its  reluctance  is  so  great,  as  compared 
to  that  of  the  iron  part  of  the  circuit,  that  for  rough  work  the  latter  may  be 
neglected,  provided  that  the  iron  is  kept  well  below  the  point  of  saturation. 
In  this  case  the  number  of  ampere-turns  required  to  get  a  field  of  B  lines  per 
square  centimeter  through  an  air  gap  of  a  length  of  I  centimeters  is  represented 
10 


by  the  formula  fii'  =  -—  B.  L 

^  4  Jr 


10 


± 

Am' 


This  formula  is  readily  derived  from  the  general  formula    8i=  ^^  K 

which  has  been  previously  derived.  Table  353  has  been  computed  to  show  the 
number  of  ampere-tums  required  for  various  strengths  of  fields  and  lengths 
of  air  gaps. 

TABLE   353. — NXmBER  OF  AMPERB-TTTRNS   REQUIRED   FOR  VARIOUS   STRENGTHS   OP 
FIELD  AND  LENGTHS  OP  AIR-GAP. 


Kamber  of  Magnetio 
LIses  per  Square  om. 


800.. 
1,000.. 
i,00D.. 
8,000.. 
4,000. 
S,000.. 
ILQOO. 
7,000. 
S,O0O.. 
11.000., 
10,000.. 


Lengths  of  Air  Gaps. 


H  Inch 
1.87  cm. 


9i  inch 
1.01cm. 


llnch 
2.54  cm. 


IHLfnch 
8.81cm. 


2  inches 
6.06  cm. 


jl(  inches 


8  inches 
7.r 


Number  of  Ampere-Turns  Required. 


506 
1,011 
2,021 
8,082 
4,042 
fi,058 
0,0M 
7,074 
8.0R6 
0,005 
10,106 


708 
1,610 
8,082 
4,648 
6,004 
7,680 
0,096 
10,611 
12,127 
18,648 
16,160 


1.011 
2.00] 
4,048 
6,064 
8,085 
10,106 
12,127 
14,140 
16,170 
18,101 
20,212 


1,516 
8,082 
6,064 
0,096 
12,128 
16,160 
18,192 
21,284 
24,286 
27,288 
80,820 


2,001 
4,048 
8,086 
12,128 
16,170 
20,218 
24,266 
28,208 
82,840 
86,888 
40,426 


2,887 
6,008 
10,106 
15,160 
20,218 
26,266 
80,819 
86,872 
40,426 
45,478 
60,682 


8,088 
6,004 
12,128 
18,191 
84,265 
80,810 
86,888 
42,446 
48,610 
64,674 
00,688 
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In  designing  a  magnet  which  is  to  be  used  for  various  purposes  and  requires 
a  variable  strength^  it  should  be  computed  for  the  maximum  strength  desired, 
and  then  weaker  fields  may  be  obtained  by  adjustments,  which  allow  the  air 
gap  to  be  lengthened  or  the  strength  of  the  electric  current  to  be  diminished. 
Where  a  very  strong  field  is  desired,  the  poles  may  be  beveled  oflE  so  that  their 
area  of  cross  section  is  less  than  that  of  the  core.  This,  however,  is  done  at  a 
loss  of  some  power,  as  halving  the  area  does  not  by  any  means  double  the  strength 
of  the  field.    Consider  a  magnet  like  that  of  Fig.  456.    The  number  of  lines 

passing  through  the  magnetic  circuit  is  -^=="7 — j — 

where  8%  is  the  ampere-turns,  Vy  the  length  in  cm.  and  At^  the  area  of  croes  section 
in  sq.  cm«  respectively  of  the  air  gap,  \^ ,  and  An^  the  length  and  area  of  cross 
section  respectively  of  the  iron,  and  /<  the  coefficient  of  permeability  of  the  iron. 
If  ^'  is  decreased  one  half,  then    the   first  effect  would  be  to  cut  down 

N  nearly  one  half,  since  the  expression  -^ — -     is  relatively  small  compared  to 

-^ .        However,   as  soon  as  iST  is  cut  down,   the   number  of  lines  per 

unit  of  area  in  the  iron  is  reduced  in  the  same  ratio,  since  the  area 
of  the  core  has  not  been  diminished.  This  diminution  of  the  lines  per  unit 
of  area,  or  B,  will  cause  ^  to  increase,  as  shown  in  Table  351,  and  the  larger 
value  of  ji  substituted  in  the  equation  will  tend  to  partly  oflEset  the  smaller  value 
of  A  and  the  net  result  of  reducing  A*  one-half  is  that  N  is  also  reduced,  but 
to  a  lesser  degree,  depending  on  the  varying  conditions  of  individual  magnets. 
Since  A  is  reduced  to  a  greater  degree  than  N,  it  follows  that  the  strength  of 
field  per  unit  area  is  increased,  although  this  effect  is  modified  somewhat  by  the 
increased  leakage. 

§  572.  Action  op  Substancbs  in  a  Magnetic  Field. — All  substances  are 
either  attracted  or  repelled  by  magnets.  The  former,  which  are  comparatively 
few  in  number,  are  called  paramagnetic  and  the  latter,  which  are  more  numerous, 
diamagnetic.  The  paramagnetic  substances  are  the  metals  iron,  nickel,  cobalt, 
manganese,  chromium,  cerium,  titanium,  palladium,  platinum,  osmium,  and  many 
of  their  salts  and  compounds.  The  degree  of  attraction  of  these  substances 
varies  widely.  The  metals  iron,  nickel  and  cobalt,  and  the  minerals  magnetite 
and  pyrrhotite  are  quite  strongly  attracted,  while  the  other  paramagnetic  sub- 
stances are  attracted  only  feebly,  and  there  is  a  wide  gap  between  them  and  the 
strongly  attracted  substances. 

To  illustrate  the  diflference  between  strong  and  weak  magnetic  substances, 
Delesse  says  that  if  steel  be  taken  at  100,000,  then  the  attractability  of  magnetite 
is  65,000,  of  siderite  120,  of  hematite  93  to  43  and  of  limonite  72  to  43.  The 
last  three  substances  are  so  low  that  they  have  been  considered  non-magnetic,  since 
no  attraction  was  shown  except  in  the  very  strong  fields  of  recently  constructed 
magnetic  separators.  However,  by  using  a  magnetic  separator  designed  to  give 
a  very  strong  field  and  at  the  same  time  a  field  which  is  capable  of  fine  adjustment, 
it  is  possible  not  only  to  separate  these  as  well  as  many  other  weak  paramagnetics 
from  diamagnetics,  but  also  to  separate  one  from  another  even  though  the  differ- 
ence in  attractability  is  slight. 

§  573.  Classification  of  Magnetic  Separators. — Magnetic  separation  may 
be  divided  into  two  part^:  (1)  the  attraction  of  magnetic  particles  by  the  mag- 
net, (?)  the  removal  or  conveying  of  the  magnetic  material  away  from  the  non- 
magnetic, or  vice  versa,  after  the  former  has  been  attracted.     According  to  the 
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apparatus  used  for  the  second  part,  magnetic  separators  are,  for  the  puipose  of 
description,  divided  into  three  classes : 

(I)  Those  with  the  ore  on  revolving  cylindrical  rolls  or  drums,  within  which 
are  magnets. 

(II)  Those  with  the  ore  on  conveying  belts  or  pans  which  either  traverse  mag- 
nets or  are  traversed  by  magnets. 

(III)  Those  in  which  the  ore  falls  in  front  of  magnets. 

Other  points  of  diflference  in  machines  are  in  the  use  of  permanent  magnets 
or  electromagnets;  in  the  treatinjg  of  ore  wet  or  dry ;  in  the  use  of  magnets  acting 
continuously  or  intermittently ;  in  the  subjecting  of  the  ore  to  alternate  polarity, 
which  causes  the  magnetic  particles  to  reverse  their  position  and  thereby  shake 
out  the  gangue,  or  to  continuous  polarity;  and  in  the  use  of  a  direct  or  an  alter- 
nating current. 

Different  machines  are  suited  for  diflEerent  purposes.  Separation  of  weakly 
magnetic  substances  requires  a  high  power  magnet.  Separation  of  wet  material 
without  drying  requires  a  machine  adapted  to  use  water.     Separation  of  fine 


FIG.    459. — ^THE   BALL-NORTON    ELECTROMAGNETIC    SEPARATOR. 


stuff  down  to  dust  requires  a  machine  which  will  spread  the  material  out  in  a 
very  thin  layer,  since  otherwise  the  magnetic  particles  are  buried  under  the  non- 
magnetic, and  are  not  taken  out  owing  to  the  pressure  of  the  non-magnetic  par- 
ticles surrounding  them. 

I.      MAGNETIC   SEPARATORS  USING  DRUMS. 

§  574.  The  Ball-Norton  or  Monarch  Magnetic  Separator. — As  shown  in 
Pig.  459,  this  consists  of  two  revolving  drums.  Within  each  of  these  drums  is 
a  series  of  stationary  electromagnets  so  wound  that  opposite  poles  are  adjacent 
to  one  another.  Each  magnet  extends  the  whole  working  length  of  the  drum. 
The  ore  is  fed  upon  the  top  of  the  first  drum,  and  as  the  dnim  revolves,  the 
magnetic  particles  adhere  to  it,  while  the  non-magnetic  particles  fall  into  i 
hopper  below.  The  magnetic  particles,  as  soon  as  they  pass  beyond  the  field  of 
the  magnets  of  the  first  drum,  are  thrown  off  by  centrifugal  force  against  the 
second  drum.  This  second  drum  either  revolves  at  a  faster  rate  than  the  first 
or  else  the  strength  of  the  current  is  less^  so  that  some  magnetic  particles  which 
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adhered  to  the  first  drum  fail  to  adhere  to  the  second  drum,  and  drop  down 
into  a  se<K>nd  hopper,  thereby  forming  a  middling  product.  Particles  adhering 
to  the  second  drum  are  thrown  over  a  partition  as  soon  as  they  pass  beyond 
the  magnets.  The  alternate  polarity  of  adjacent  magnets  in  each  drum,  causes 
the  magnetic  particles  to  roll  over  and  over  while  they  pass  by  them.  This  action 
aids  in  the  elimination  of  the  ganguei  A  blast  of  air,  acting  in  an  opposite 
direction  to  the  travel  of  the  ore,  removes  dust.  The  capacity  of  a  machine 
with  drums  2-feet  diameter  and  2-feet  face,  varies  from  15  to  20  tons  of  crude 
ore  per  hour,  which  has  passed  through  a  16  or  ^O-mesh  sieve.  For  best  work 
the  feed  should  be  not  over  1  mm.  in  size  and  perfectly  dry.  A  plant  at  the 
Benson  mines,  St.  Lawrence  County,  New  York,  had  a  capacity  of  1,000  tons  of 
crude  ore  per  24  hours,  yielding  about  500  tons  of  concentrate  A  few  lesultB 
of  its  work  are  given  in  Table  354. 

TABLE  354. — PRODUCTS  OP  BALL-NORTON  SEPARATOR. 


Crude  Ore. 

Concentrates. 

TaOinra. 

Mina 

Iron. 
Peroeot. 

FhoBphonia. 
Fenxnti. 

Inm. 
PBroent. 

Phosphorus. 
Percent. 

Silica. 
Percent. 

Iron. 
Percent. 

PBront 
ofRawOreu 

Benson  (a) 

88.06 
47.70 
68.70 
48.W 
11.80 

0.15 

64.09 

70.9 

71.1 

09.86 

68.866 

0.088 

0.0060 

0.(W7 

0.081 

0.008 

9.90 

60.0 

Fort  Henry  (new  bed). . . . 
Fort  Henrj  (old  bed)..... 
Crocon,  N.  Y.  \b) 

1.48 

88  0 

9.96 
0.168 

90.0 

1.71 
4.81 

7.96 
4.88 

47.0 

Ghateaugay  Taiiings 

09.0 

(a)  This  ore  contained  l.OOjt  sulphur  and  its  concentrates  had  0.91  jt  sulphur.  (6)  This  ore  contained  0.80sC 
mUphor  and  its  concentrates  had  QSM$  sulphur. 

The  power  required  is  1  to  ij  horse  power  for  the  magnets  of  each  drum  and  \ 
to  }  horse  power  for  revolving  the  drums. 

This  machine  is  used  in  Mill  89,  where  the  drums  are  of  compressed  paper 
\  inch  thick,  30  inches  diameter,  36  inches  face  and  placed  1  inch  apart.  The 
first  drum  makes  40  revolutions  per  minute  and  uses  a  current  of  10 J  amperes; 
the  second  drum  makes  50  revolutions  per  minute  and  uses  a  current  of  13 
amperes.  It  is  fed  with  stuff  which  has  passed  through  a  2.12-mm.  (iVinch) 
round  hole  and  makes  heads  to  smelter,  middlings  to  be  re-crushed,  and  tailings 
to  waste.  It  treats  125  tons  of  raw  ore  (magnetite)  in  10  hours;  which  carries 
30%  iron,  and  makes  45  tons  of  concentrates  running  65.5%  iron  and  80  tons 
of  tailings,  running  2 J  to  3%  iron. 

§  575.  The  Sautter  Magnetic  Separator,  used  at  the  Pierrefitte  and  Fried- 
richssegen  mines  for  the  separation  of  blende  from  magnetite,  is  much  like  the 
Ball-Norton  in  principle.  It  has  but  one  drum,  made  of  copper,  and  the  electro- 
magnets extend  over  only  one  of  the  lower  90°  quadrants  lying  between  a  vertical 
and  horizontal  radius.  The  ore  is  fed  against  the  drum  at  the  upper  limit  of 
the  magnets,  and  the  non-magnetic  particles  immediately  fall  down  between  the 
drum  and  an  inclined  plane  into  tneir  compartment.  The  magnetic  particles 
are  attracted  and  are  carried  down  by  the  drum  until  they  pass  the  last  magnet 
at  the  vertical  radius,  when  they  fall  into  a  separate  compartment.  At  Pierre- 
fitte, the  most  convenient  velocity  was  found  to  be  64  revolutions  per  minute, 
and  its  capacity  was  4  to  5  tons  of  ore  per  hour.  It  used  16  amperes  with 
110  volts,  which  is  equivalent  to  2.3  horse  power. 

§  576.  In  the  Siemens  and  Halske  Magnetic  Separator,  used  at  Maiem, 
Austria,  the  action  is  the  same  as  in  the  Sautter.  The  drum  is  of  brass,  60  cm. 
long,  60  cm.  diameter  and  2  mm.  thick.  There  are  longitudinal  projections 
on  it,  consisting  of  half  round  brass  rods,  6  mm.  high  and  9  cm.  apart.  The 
magnets  are  of  alternate  polarity  in  order  to  cause  the  magnetic  particles  to  roll 
over  and  over.  There  are  three  magnet  cores,  each  25  mm.  thick,  500  mm. 
wide  and  110  mm.  long.     The  cores  are  wound  with  double  copper  wire  4  mm. 
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PIG.  460. — SECTION    OP    THE    HEBERLI 
DKY  MAGNETIC  SEPARATOR. 


in  diameter,  and  each  core  has  five  layers  of  21  turns,  making  the  total  length 
of  wire  for  the  three  cores  as  381  meters.  The  capacity  on  stuff  ranging  from 
1  to  3  mm.  in  diameter,  is  \\  tons  per  hour  and  for  stuff  below  0.5  mm.,  1  ton 
per  hour.  The  capacity  depends  on  the  velocity  of  the  drum.  The  speed  is 
limited,  however,  owing  to  the  fact  that  beyond  a  certain  point  the  centrifugal 
force  becomes  sufficient  to  throw  off  the  magnetic  particles.  This  limit  lot  a 
60-cm.  drum  is  45  revolutions  per  minute,  corresponding  to  a  surface  velocity 
of  1.4  meters  per  second. 

§  577.  The  Heberli  Magnetic  Separator  is  shown  in  Fig.  460.  This 
differs  from  the  Sautter  in  that, the 
drum  revolves  in  the  opposite  direction, 
and  consequently  the  electromagnets 
are  set  higher  up.  As  used  at  Fried- 
richssegen  for  separating  roasted 
blende  and  siderite,  a  1  horse  power 
dynamo  will  run  four  separators  each 
treating  stuff  below  4  mm.  at  the  rate 
of  500  kilos  per  hour.  It  takes  | 
horse  power  to  revolve  the  drum  45 
times  per  minute.  The  current  used 
is  17  amperes. 

§  578.  The  Ferraris  Magnetic 
Separator  has  been  successfully  ap- 
plied to  the  separation  of  roasted 
blende  and  iron  ore  at  Monteponi,  Sardinia.  It  consists  of  a  i  hub,  with 
twenty-four  cast  iron  magnet  cores  placed  radially,  on  each  of  which  is  a 
coil  of  copper  wire.  Outside  of  them  is  a  corrugated  cylinder  of  non- 
magnetic material,  and  at  the  two  ends  are  two  disc  flanges  of  zinc.  The  magnets 
are  all  wound'  in  a  series  and  from  each  wire,  which  connects  two  successive 
magnets,  thei^^  is  a  branch  wire  leading  to  one  or  the  other  of  two  annular  seg- 
ment ring  commutators  placed  one  on  each  of  the  zinc  discs.  There  are,  there- 
fore, twelve  segments  in  each  commutator.  Alternate  wires  lead  to  different 
commutators.  The  brushes,  one  for  each  commutator,  are  set  diametrically 
opposite  to  each  other  and  thus  the  current  enters  by  one  commutator,  splits  in 
halves,  and  each  half  passes  around  through  the  magnets  for  180**  and  out  through 
the  other  commutator.  The  magnets,  cylinder  and  commutators  all  revolve 
together.  Each  brush  is  wide  enough,  to  touch  two  adjacent  sections  of  its 
commutator,  and  thus  two  diametrically  opposite  magnets  are  continually  out  of 
the  circuit  and  form  a  neutral  plane,  which  is  usually  set  at  an  angle  of  45** 
with  the  horizontal.  Ore  is  fed  on  the  top  of  the  cylinder,  and  is  held  on  the 
cylinder  by  gravity  in  passing  the  upper  edge  of  the  neutral  plarfe.  As  the  revo- 
lution continues,  the  non-magnetic  particles  fall  off,  and  when  it  reaches  the 
lower  edge  of  the  neutral  plane,  the  magnetic  particles  also.  By  a  suitable 
arrangement  of  partitions,  three  products  may  be  made:  heads,  middlings  and 
tailings.  A  current  of  6  amperes  with  30  volts  is  required,  and  the  magnets 
revolve  12  to  20  times  per  minute.  The  original  ore  contains  26%  zinc  and 
10%  iron.  It  is  first  heated  in  a  furnace  sufficiently  to  render  the  iron  mag- 
netic. It  is  then  cooled,  screened  into  five  sizes,  and  each  size  treated  by  itself 
on  the  magnetic  separator.  The  concentration  is  three  tons  into  one,  and  the 
ainc  concentrates  contain  45%  zinc.  This  machine  is  somewhat  complicated 
and  has  therefore  been  recently  replaced  by  a  cross-belt  machine  (see  §  590). 

§  579.  Payne  Magnetic  Separator.— This  is  a  machine  with  a  revolving 
drum  EI  and  a  fixed  electroma^et,  of  which  R  is  the  coil  and  PP  the  pole  pieces 
(see  Figs.  461a  and  4616).     The  special  features  of  this  machine  are  that  the 
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field  is  of  uniform  strength  across  the  width  of  the  pole  pieces,  and  the  lines  of 
force  are  approximately  normal  to  the  surface  of  the  drum.  The  uniformity 
of  strength  is  obtained  by  sub-dividing  the  pole  pieces  by  means  of  little  iron 
plates  a.  These  plates  are  adjustable  on  the  bolts  b,  and  by  spacing  them  farther 
apart  near  the  inner  edges  of  the  pole  pieces,  the  added  reluctance  of  the  air 
gaps  thereby  produced  prevents  a  greater  density  of  magnetic  lines  on  the  inner 
edges  of  the  pole  pieces,  and  at  the  same  time  causes  the  lines  of  force  to  pass 
out  through  the  drum  E  approximately  normal.  The  ore  is  fed  as  shown,  upon 
the  top  of  the  drum,  and  the  non-magnetic  particles  fall  off  as  the  drum  revolves, 
while  the  magnetic  particles  adhere  as  long  ^s  the  pole  pieces  remain  concentric 
to  the  drum,  and  then,  as  the  pole  nieces  curve  inward  from  the  drum,  the 
strength  of  the  field  diminishes,  ana  the  magnetic  particles  are  thrown  off 
tangentially  by  centrifugal  force.  The  ore  being  fed  only  along  those  portions 
of  the  drum  surface  which  are  opposite  the  pole  pieces  of  the  electromagnet 
where  the  lines  of  force  are  approximately  normal,  the  formation  of  clots  or 
bunches  of  ore,  which  increase  the  diflSculty  of  securing  a  clean  action,  is  in 
this  way  avoided,  and  the  magnetic  particles  attach  themselves  in  positions  which 
favor  the  free  discharge  of  the  non-magnetic  particles. 


PIG.  461a. — CROSS  SEC- 
TION OF  THE  PAYNE 
MAGNET  AND  DRUM. 


PIG.   4616. — LONGITUDINAL   SECTION. 


A  separator  of  this  form  with  two  drums,  one  above  the  other,  is  used  at  Mill 
93  for  separating  roasted  limonite  ore  from  zinc  ore.  The  upper  drum  removes 
the  tailings  and  the  lower  drum  separates  the  residue  into  heads  and  middlings. 
The  material  treated  ranges  from  6  mm.  to  0,  and  the  capacity  of  the  machine 
is  6  tons  per  hour.  The  two  drum  machine  is  run  at  a  higher  speed  and  makes 
a  somewhat  more  efficient  separation  than  the  single  drum  machine  which  was 
formerly  used. 

Another  form  of  this  machine  has  a  second  electromagnet  outside  the  dnun, 
the  pole  pieces  of  which  are  concentric  with  the  drum.  Instead  of  the  second 
magnet,  simply  an  armature  A  may  be  used,  as  sihown  in  Figs.  462a  and  4626. 
This  makes  an  almost  continuous  circuit  of  iron  except  for  two  short  air  gaps,  and 
consequently  gives  a  much  stronger  field  suitable  for  the  weakly  magnetic  minerals. 

§  580.  The  Wenstrom  Magnetic  Separator. — In  this  machine,  (see  Pigs. 
463a  and  4636)  the  revolving  drum  E  is  made  up  of  alternate  magnetic  and 
non-magnetic  bars,  parallel  to  the  axis.  Within  the  drum  and  placed  eccentri- 
cally to  it  is  a  fixed  electromagnet  A.  This  magnet  is  a  cylinder  a  little  more 
than  one-half  the  diameter  of  the  drum,  with  four  circumferential  grooves  in 
it,  in  which  the  coils  are  so  wound  that  the  ridges  of  iron  between  them  are  of 
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alternate  polarity,  north  and  south.  The  magnetic  bars  in  the  drum  E  are  cut 
away  bo  that  one  bar  has  projections  extending  toward  all  the  north  pole  ridges 
of  the  magnet,  while  the  next  bar  has  projections  toward  all  the  south  pole 
ridges.  The  bars  are,  therefore,  practically  prolongations  of  the  pole  pieces. 
The  ore  is  fed  upon  the  top  of  the  drum,  and  the  non-magnetic  particles  fall 
oflE  just  as  soon  as  the  drum  has  revolved  sufficiently  for  them  to  do  so,  while 


FIG.  462a. — SECTION  OP  THB  PAYNE  SEPARATOR  TO  GIVE 
A  STRONG  FIELD. 

the  magnetic  particles  are  carried  around  underneath,  until,  owing  to  the  eccen- 
tricity of  the  drum  and  the  magnet,  the  attracting  force  becomes  so  weak  that 
they  also  fall  oflf  into  a  separate  compartment. 

This  is  the  leading  machine  in  Sweden,  and  it  has  found  quite  an  extensive 
U8^  in  this  country.     It  is  especially  adapted  to  treating  coarse  stuff  which  is  not 
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necessarily  dry.  Two  sizes  of  it  are  made,  one  with  a  drum  27  inches  in  diameter 
and  24  inches  face,  which  will  treat  5  tons  per  hour  of  stuff  with  4  inches  maxi- 
mum size,  using  15  amperes  with  110  volts,  and  one  with  a  drum  20  inches 
diameter  and  15  inches  face,  which  will  treat  3  tons  per  hour  of  stuff  with  about 
H  inches  maximum  size.  A  machine  of  the  larger  size  used  at  the  Dannemora 
mines,  Sweden,  yields  coarse  concentrates  running  59%   iron  and  fine  con- 
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centrates,  running  46%  iron.  The  cost  of  the  magnetic  treatment  is  9.8  cents 
per  ton,  whereas  hand  picking  of  the  same  material  cost  32.6  cents  per  ton, 
and  30%  more  concentrates  are  saved  in  the  former  case.  For  a  machine  to 
treat  6  tons  of  fine  ore  per  hour/  1^  horse  power  is  required  to  furnish  the 
current,  and  ^  horse  power  to  revolve  the  drum.  For  a  small  machine,  15  pounds 
of  copper  wire  are  required  for  each  groove  and  a  current  of  10  amperes  with 
35  volts  is  used.     The  drum  makes  30  revolutions  per  minute. 

In  using  one  of  these  smaller  size  machines  at  the  Michigamme  Iron  Mines 
at  Lake  Superior,  better  results  were  obtained  where  the  ore  was  sized  previous 
to  magnetic  treatment.  On  stuff  below  \  inch  in  diameter,  it  was  found  better 
not  to  feed  on  top  of  the  drum,  but  rather  to  carry  the  ore  to  the  separator  by 
a  belt  on  an  inclined  plane  near  enough  so  that  the  magnetic  particles  were 
attracted.  The  reason  for  this  is  that  with  fine  material  it  is  impossible  to  put 
the  stuff  on  the  drum  in  a  sufficiently  thin  sheet  to  allow  of  a  good  separation, 
as  the  mineral  and  the  rock  overlying  one  another  are  bound  together.     The 
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greater  the  strength  of  current,  and  the  greater  the  space  between  the  ore  and 
the  drum,  the  richer  will  be  the  concentrates,  and  the  cleaner  will  be  the  tailings. 
Ore  containing  52%  iron  and  0.224%  phosphorus,  when  fed  upon  the  drum, 
gave  concentrates  which  contained  58  to  60%  iron  and  0.215  to  0.180%  phos- 
phorus, but  when  fed  from  a  belt  the  concentrates  contained  67.07%  iron  and 
0.060%  phosphorus.    A  few  analyses  of  the  products  are  given  in  Table  365. 

TABLE  355. — PRODUCTS  OF  WENSTROM  SEPARATOR. 


Cnide  Ore. 

C  ncentrAtes. 

Tailings. 

Mine. 

Iron. 
P#»rcpnt. 

PhoephoniB. 
Percent. 

Iron. 
Percent. 

Phosphorus. 
Percent. 

Iron. 
Percent. 

Phoephoroi. 
Peroenc. 

Beach  Glen,  New  Jersey 

58.7« 
40.09 

[41.6 

69.1 

O.OBS 

61.58 
69.80 

64.0 

61.8 

0.006 

8.85 
1.68 

15.10 

14.8 

Chateaujray  Ore  ft  Iron  Co..  N.  Y 

Port  Henry,  N.  Y.,  Wlthelte^  Sher- 

man A  Co.,  New  Bed 

Ditto.  Old  Bed 

1.949 

0.847 

4.886 
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§  581.  The  Buchanan  Magnetic  Separator. — This  consists  of  two  rolls  AA 
of  iron  which  revolve  on  journals,  carried  on  the  ends  of  two  horseshoe  electro- 
magnets i^  (see  Fig.  464).  These  are  wound  so  that  one  roll  is  supported  on  two 
north  poles,  and  the  other  roll  on  two  south  poles.  The  rolls  are  hollow  and 
the  space  between  them  is  adjustable.  Ore  is  fed  on  top  of  each  roll,  and  as  the 
rolls  revolve  toward  one 
another,  the  non-magnetic 
particles  fall  down  through 
into  the  chute  D,  while  the 
magnetic  particles  adhere  to 
the  rolls  until  they  have 
passed  out  of  the  magnetic 
field,  when  they  too  fall  off 
into  the  chutes  CC.  A  brush 
or  a  scraper  helps  in  this. 
A  suitable  arrangement  of 
partitions  allows  a  mid- 
dlings product  to  be  made  if 
desired.  The  circumferen- 
tial velocity  of  the  rolls  is 
150  feet  per  minute,  and 
material  up  to  3  inches  in 
diameter  may  be  treated. 

A  test  on  773  pounds  of 
Beach  Glen  ore,  containing 
45.71%  iron,  yielded  535 
pounds  of  concentrates  con- 
t  lining  62.04%  iron,  and  the  balance,  tailings,  carrying  7.94%  iron.  The  time  of 
t'-oatment  was  3 J  minutes,  which  is  at  the  rate  of  6-J-  tons  per  hour.  Comparison 
wi'h  jigs  at  the  Croton  Iron  Mines  gave  the  results  shown  in  Table  356. 
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TABLE  356. — CONCENTRATES  OF  CROTON  IRON  ORB. 

Buchaiuui  Separator. 

Raw  Ore. 

Tailings. 

Raw  Ore. 

OoDoeniratos. 

TaiUngs. 

Iron.  % 

87.068 
80.80 
0.888 
0.918 

84.6M 
6.860 
0.060 
1.868 

18.807 
60.80 
0.409 
0.994 

81.28 
85.60 

o.«n 

0.784 

68.66 
6.886 
0.068 
1.8S0 

4  66 

Silh^  % 

68.06 

0  S87 

Sulpbnr,  jt , 

0.946 

Coarae  Jigs. 

Pine  Jigs. 

Iron,jC 

86.48 

68.78 
0.180 
0.88 

88.16 

86.48 

66.66 
0.047 
0,97 

14.81 

Phosphoms, )( 

SulD&ur.  <. ' ' 

A  modified  form  used  at  the  Hibemia  concentrating  plant  had  non-magnetic 
belts  covering  the  rolls  instead  of  feeding  the  ore  directly  on  the  iron.  The 
capacity  of  a  separator  at  this  plant  was  from  100  tons  to  150  tons  of  raw  ore  per 
day. 

At  Mill  90,  a  modified  form  treats  ore  which  has  passed  through  a  trommel, 
varying  from  \  inch  (6.35  mm.)  to  20-mesh,  and  makes  three  products  of  which 
the  middlings  are  re-crushed.  The  ore  contains  25%  iron  and  1%  phosphorus. 
The  concentrates  have  61%  iron  and  0.1  to  0.3%  phosphorus.  The  tailings  run 
from  11  to  17%  iron. 

§  582.  Siemens  Magnetic  Separator. — This  is  a  hollow,  revolving  drum, 
made  up  of  annular  wrought  iron  discs,  separated  by  brass  annular  discs  of 
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slightly  less  outside  diameter  than  the  iron  discs.  The  discs  are  held  together 
by  a  set  of  longitudinal  iron  strips  which  cover  the  whole  cylindrical  surface  of 
the  drum,  and  are  in  contact  with  all  the  iron  discs.  Upon  the  periphery  of 
the  brass  discs  and  beneath  the  iron  binding  strips,  insulated  copper  wire  is 
wound,  the  number  of  turns  increasing  from  the  head  end  toward  the  tail  end. 
A  pair  of  iron  discs  with  the  binders  and  the  coil  form  a  horseshoe  magnet  with 
its  poles  pointing  inwards.  By  mounting  this  drum  on  an  incline  and  passing 
ore  through  it,  as  in  a  trommel,  the  magnetic  particles  are  attracted  and  carried 
to  the  top,  where  they  are  scraped  off  and  removed  by  a  conveyor,  while  the  non- 
magnetic particles  pass  straight  through.  The  drum  is  1  meter  long  and  0.7  meter 
in  diameter,  and  its  axis  is  inclined  10**  to  the  horizontal.  It  revolves  15  times 
per  minute.  Its  capacity  is  about  1  ton  per  hour.  In  treating  stuff  containing 
60%  magnetic  oxide  and  22%  zinc  oxide,  it  made  concentrates  containing  8  to 
12%  magnetic  oxide  and  50%  zinc  oxide^  and  tailings  with  only  4  to  8%  of 
zinc  oxide. 

§  583.  The  Dellvik-Grondal  Separator  is  shown  in  Fig.  465,  in  section. 

A  revolving  cylinder  AB  coneists  of  rings  of 
cast  iron  with  the  spaces  between  containing 
the  wires  for  the  electric  current  which  mag- 
netizes the  rings  so  that  the  strength  of  each 
is  a  little  greater  than  that  of  the  one  above. 
The  cvlinder  CG  is  of  wood  studded  with  soft 
wrought  iron  pegs,  a  ring  of  pegs  being 
opposite  each  ring  of  AB,  This  cylinder  re- 
volves three  times  as  fast  and  in  an  opposite 
direction  from  AB. 

The  action  of  the  machine  is  as  follows: 
V  gH  '^ — nST'^s!^  ^^P  '^^  ^'"^^  *^  launder  N,  falls  down  in 

^^y"^  ^^^s^  front  of  the  magnetic  rings,  its  distribution 

y^/'''^  ^^ being  aided  by  the  launders  QQQQ,  and  the 

^  clear  water  pipe  L.    The  non-magnetic  par- 

ticles which  escape  the  lowest  ring  pass  off 
in  the  launder  P.  The  magnetic  particles 
stick  to  the  cylinder  and  are  carried  around 
until  they  are  adjacent  to  the  wooden 
cylinder  CO,  when  the  induced  magnetism  on  the  pegs  causes  the  magnetic 
particles  to  hop  over  to  the  pegs,  whence  they  either  fall  off  or  are  washed 
off  as  soon  as  the  revolution  of  the  cylinder  carries  them  out  of  the  mametic 
field.  The  machine  is  especially  adapted  to  the  treatment  of  fine  stuff  below 
12  mesh. 

As  used  at  Pitkaranta,  Finland,  a  machine  treats  about  46  tons  per  day  of 
low  grade  magnetic  iron  ore  mixed  with  sulphides  of  copper  and  zinc,  and 
finely  disseminated.  The  feed  is  below  1  mm.  and  seldom  contains  over  25% 
iron,  and  often  below  20%.  The  concentrates  contain  65  to  71%  iron,  and 
the  tailings  run  1  to  1^%  magnetite.     One-half  of  a  horse  power  is  required 
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to  revolve  the  cylinders,  and  the  magnets  use  8  amperes  with  35  volts. 

II.      MAGNETIC    SEPARATORS    WITH    CONVEYING    BELTS. 

§  584.  Wetherill's  Magnetic  Separators. — The  leading  idea  of  these  ma- 
chines is  to  secure  a  very  strong  magnetic  field  by  concentrating  the  lines  of 
force  as  far  as  possible.  This  is  done  by  placing  the  two  poles  of  the  magnet 
facing  one  another  with  a  minimum  air  gap  between  them,  and  by  beveling 
down  the  pole  pieces  at  their  ends.     These  machines  were  the  first  ones  which. 
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to  the  best  of  the  author's  knowledge,  commercially  treated  weakly  magnetic  ma- 
terials. Other  machines  had  previously  treated  only  natural  magnetite,  or  iron 
ore  that  has  been  changed  to  magnetic  oxide  by  roasting.  There  are  three  forms 
of  Wetherill  separators  used  in  Mill  92. 

§585.  The    Wetherill    Parallel    Separator,— (See    Pigs.   466a    and    4666.) 
Ttds  form  is  used  for  the  No.  1  separators  in  Mill  92.    It  consists  of  a  flat 
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PIG.    4666. — PLAN    ON    AB. 

Robins  patent  rubber  conveyor  belt  C,  12  inches  wide  and  15  feet  4  inches 
long  between  the  centers  of  the  pulleys.  This  belt  runs  horizontally  at  a  speed 
of  100  feet  per  minute,  and  the  ore  is  fed  upon  it  in  an  even  layer  about  i  inch 
thick.  At  a  distance  of  f  inch  above  the  top  side  of  the  belt  is  the  underside 
of  a  second  belt  D,  parallel  to  the  former  and  running  in  the  same  direction. 
This  second  belt  is  16  inches  wide,  making  it  extend  about  2  inches  further 
to  each  side  than  the  first.  It  runs  at  a  speed  of  125  feet  per  minute.  Between 
the  upper  and  under  parts  of  the  second  belt  are  two  electromagnets  E  of 
horsesnoe  pattern,  with  the  poles  F  facing  one  another.  The  cores  G  are  of 
soft  iron  and  are  8f  inches  long,  10}  inches  wide,  and  2^  inches  thick.  They 
are  wound  with  950  turns  of  wire,  carrying  6  to  8  amperes  with  52  volts.  The 
pole  pieces  F  are  of  soft  iron,  7|  inches  long,  10}  inches  wide  and  2^  inches 
thick,  and  are  placed  f  inch  apart.  The  longest  dimension  of  the  poles  is 
placed  at  an  angle  of  40*  with  the  direction  of  the  belts,  so  that  particles 
lifted  by  the  magnets  follow  the  oblique  line  of  the  poles  to  the  edge  of  the 
upper  belt,  and  then  drop  into  a  chute  beyond  the  margin  of  the  lower  belt. 
This  machine  treats  stuff  that  has  passed  through  a  trommel  with  holes  0.058 
inch  (1.5  mm.),  and  the  heads  which  are  attracted  against  the  second  belt  are 
clean  franklinite  and  go  to  concentrates  bins,  while  the  tailings  are  sized  for 
further  treatment.  The  capacity  of  a  single  machine  is  about  30  tons  in  24 
hours. 

§  586.  The  Wetherill  Horizontal  Separator. — These  are  used  for  the 
No.  2,  3,  4,  5  and  6  magnetic  separators  of  Mill  92,  treating  five  sizes  of  stuff 
ranging  from  0.058  inch  (1.5  mm.)  down  to  0.01  inch  (0.25  mm.).  A  machine 
is  built  double,  as  shown  in  Pigs.  467a  and  4676.  The  ore  is  fed  from  hoppers 
E  by  feeders  F  over  the  chutes  0  upon  the  canvas  belts  D,  which  run  around 
the  polished  ends  of  the  pointed  pole  pieces  C.  As  the  ore  rounds  these,  the 
tailings  or  non-magnetic  portion,  falls  immediately  into  the  receptacle  L,  while 
the  heads  or  magnetic  part  adheres  to  the  belt  a  little  longer,  and  finally  falls 
into  M.  Adjustable  shutters  H  divide  between  the  heads  and  tailings.  The 
arrangement  of  the  coils  A  and  the  yokes  B,  are  shown  in  the  plan.  The 
adjustments  are  in  the  position  of  the  shutters  H,  the  speed  of  the  canvas 
belts  D,  the  distance  between  the  pole  pieces,  and  the  strength  of  the  current 
in  the  coils.  The  cores  are  of  soft  iron  8.6  inches  long,  lOf  inches  wide  and 
2i  inches  thick.     They  are  wound  with  950  turns  of  wire.     The  pole  pieced 
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are  15^  inches  long,  lOJ  inches  wide  and  2^  inches  thick.  This  increased 
length  of  the  pole  pieces  over  the  width  of  the  cores  makes  a  total  lateral  ex- 
tension toward  the  other  side  of  4|  inches  and  making  an  air  gap  of  0.92  inch, 
which  may  be  increased  or  diminished.  This  gives  a  field  of  intense  magnetic 
action  lOJ  inches  long  and  0.92  inch  wide,  and  it  is  in  this  space  that  the 
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PIG.  4676. — SECTION  THROUGH  BB, 

whole  work  of  the  machine  is  done.  The  ends  of  the  poles  are  beveled  almost 
to  edges,  thereby  forming  a  wedge  with  an  angle  of  27®,  the  tips  of  which  are 
ronnded  with  a  radius  of  ^  inch.  This  is  done  for  two  purposes.  First,  the 
beveling  concentrates  the  lines  of  force  somewhat,  and  thereby  makes  a  stronger 
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field.  Second,  it  allows  the  ore  to  be  delivered  directly  into  the  etrongest  part 
of  the  field.  When  a  broad  pole  piece  which  was  not  of  pointed  form,  was 
tried^  it  was  found  that  the  particles  of  weakly  magnetic  material  started  to 
drop  at  the  upper  edge,  where  the  magnetic  lines  were  further  apart,  and 
acquired  so  great  a  velocity  by  the  time  they  reached  the  strongest  part  of  the 
field  that  they  dropped  through  the  field  without  being  caught.  The  layer 
of  ore  fed  on  the  canvas  belt  varies  from  i  to  ^  inch  thick.  Three  separators 
are  placed  in  series,  the  tailings  of  the  first  going  to  the  second,  and  those 
of  the  second  to  the  third,  and  they  make  clean  heads  of  franklinite  and  final 
tailings  rich  in  willemite, 
which  are  further  treated 
by  jigs.  The  capacity  of 
the  machine  ranges  from 
1^  to  3  tons  per  hour,  and 
varies  with  the  speed  of 
the  belts,  and  the  material 
treated.  The  current  used 
is  6  to  8  amperes  with  52 
volts  for  each  of  the  first 
two  magnets,  and  22  am- 
peres with  62  volts  for  the 
third.  In  some  cases  a 
single  machine  is  used,  cor- 
responding to  one-half  the 
machine  shown  in  Fig. 
4676. 

§  587.  Wetheriira  In- 
clined Magnetic  Separa- 
tor*— ^A  double  machine 
used  in  Mill  92  for  the  No. 
7  magnetic  separators  treat- 
ing stuflf  below  0.01  inch 
(0.25  mm.),  is  elhown  in 
Figs.  468a,  4686,  and  468c. 
The  feeders  O  feed  the  ore 
from  hoppers  F  to  the  hori- 
zontal canvas  conveying 
belt  ff  in  a  layer  i  to  ^ 
inch  deep.  This  belt,  pass- 
ing over  a  wooden  roller  J, 
the  height  of  which  is  ad- 
justable, delivers  the  ore  as 
nearly  as  possible  to  the 
field  of  greatest  strength. 
The  non-magnetic  parti- 
cles pass  over  the  pulley 
J   into   the  receptacle   M, 


Fia.  468a. — side  elevation  of  the  wetherill 

INCLINED  MAQNBTIG  SEPARATOR. 


PIG.  4686. — ^PLAN. 


while  the  magnetic  particles  are  attracted  by  the  magnets  against  either 
of  the  canvas  belts  D,  which  pass  around  the  ends  of  the  pole  pieces  and 
the  pulleys  E,  in  the  directions  indicated  by  the  arrows.  The  magnetic  par- 
ticles thus  pass  through  between  the  poles,  and  those  on  the  left  hand  belt 

*  llite  and  the  two  preoedlnir  machines  jntt  denciibed  aa  being  used  In  Mfll  00  have  recently  all  heen 
replaced  by  a  crooa-belt  machine,  celled  the  Rownnd  mafnietlc  separator,  which  Is  much  like  the  Conkllnic 
(see  FUr.  400)  Id  princinle,  except  that  there  are  maenets  both  above  and  below  the  distributing  belt  and  the 
poles  are  roanded,  both  of  which  changes  give  a  stronger  field. 


808 


ORE  DBE88IN0. 


§  588 


are  conveyed  away  directly  by  it  in  a  horizontal  direction  to  the  receptacle  L, 
while  those  on  the  right  hand  belt  cling  to  it  and  so  up  the  slope  of  54**  into 
the  weaker  part  of  the  fields  when  they  tumble  back  and  their  momentum 
carries  them  to  join  the  other  particles  on  the  left  hand  belt.  The  plane  of 
each  of  the  magnets  is  inclined  27^  from  the  horizontal^  and  the  plane  of  the 
upper  magnet  is  1.2  inches  above  that  of  the  lower.  The  magnets  are  practi- 
cally two  bar  electromagnets,  placed  side  by  side^  so  wound  as  to  bring  opposite 
poles  together.  This  makes  a  magnetic  circuit  with  two  air  gaps  in  it,  and 
each  air  gap  is  used  for  treatment.  The  cores  are  of  soft  iron  8.6  inches  long, 
lOJ  incfaes  wid)e  and  2^  inches  thick^  and  are  wound  with  950  turns  of  wire  A, 
carrying  a  current  of  6  to  8  amperes  with  52  volts.  The  pole  pieces  B,  are 
15^  inches  long,  lOJ  inches  wide  and  2^  inches  thick,  the  excess  of  width 
over  that  of  the  core  being  all  on  the  inside,  which  cuts  the  length  of  the  air 
gap  down  to  about  0.92  inch.  The  pole  pieces  are  made  adjustable  so  that 
the  length  of  the  air  gap  may  be  varied.  Other  adjustments  are:  in  the  dis- 
tance of  the  feeding  belt  beneath  the  poles  and  the  strength  of  the  current  in 
amperes.    These  machines  diflEer  from  the  preceding  in  that  the  magnetic  par- 


no.  4G8c. — ^ENLA^ROED  ELEVATION  OF  POLE  PIECES  AND 
BELTS. 

tides  are  lifted  from  their  associates,  which  is  more  advantageous  for  the 
finer  sizes,  since  the  two  discharging  belts  D  are  never  smeared  with  gangue 
dust,  which  would  be  carried  into  the  concentrates,  while  the  feeding  belt  H 
is  so  smeared.  They  are  mounted  three  in  series,  the  tailings  of  the  first  and 
second  being  re-treated  on  the  second  and  third  respectively.  They  make  clean 
franklinite  heads  and  final  tailings  of  willemite  and  zincite,  which  are  also 
clean  zinc  ore.  Their  capacity  is  3^  tons  per  hour.  Where  a  stronger  field 
is  required,  a  single  machine  is  used.  This  is  made  by  putting  in  a  yoke  in- 
stead of  two  of  the  pole  pieces,  which  makes  but  one  air  gap  in  the  circuit 
instead  of  two.  This  form,  when  used  for  hematite  ore,  requires  8  amperes 
with  22  volts  to  treat  H  tons  per  hour.  To  make  a  clean  separation,  the  ore 
has  to  be  passed  through  three  times,  or  over  three  successive  machines. 

§  588.  Results  of  Tests  of  Wetherill  Magnetic  Separators. — In  addition  to 
the  work  already  mentioned  in  Mill  92,  tests  have  been  made  on  various  other 
ores.  Clinton  fossil  hematite  ores  from  the  Birmingham  district,  Alabama, 
when  dried  and  divided  into  throe  sizes  (through  8  on  16,  through  15  on  40, 
and  through  40  mesh),  gave  results  shown  in  Table  357. 
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Oiiffimd  ore . 
Heads 


Tailings 


Percentaffe 
by  Weight. 


1(W 


Iron. 


48.08)( 
97.109K 


SlUciouB 
Mattes. 


95.90)( 

95.40]K 
7O.80j( 


These  results  compare  very  favorably  with  those  obtained  by  roasting  the 
same  ore  to  magnetic  oxide,  and  then  separating  it  by  magnets.  Other  tests 
are  shown  in  Tables  358  to  361. 

TABLE    358. — ^BBOWN    HEMATITE    FROM    IRON    GATE,    YA.^    ALLEGHANY    IRON    00. 


Percentage 
by  Weight. 

Iron. 

SUioa. 

Original  On\r.....r...r,, 

lOO.QjK 

48.O0)f 
61.04j( 
S1.74j( 

81.9W 
ll.Mjt 

OoMsentratea 

T^fling*.   .r 

TABLE  359. — ^BROWN  HEMATITE    ( WASHER-TAILINGS ),   BARREN   SPRINGS,   YA. 


Percentage 
by  Weight 

Iron. 

Silloa. 

OHginWl  **«*     r       , 

mi 

US 

68.14)( 

OoPCODtratCB 

T^lf"IFf .  r  . ,        , 

TABLE    360. — JIGGED   ZINO    ORE    (LIMONITE    AND    CALAMINE)     WTTHE    LEAD    ft 

ZINC    CO.,   AU8TINVILLE,   YA. 


Original  ore. 
Oonoentrataa 
Tailings 


Percentage 
by  Weight 


lOOsf 


Iron. 


18.6Q|f 
49.4IW 
S.4U 


6.flW 
41.40JC 


TABLE  361.— MANGANESE  ORE    ( CULLS  FROM  WASTE  HEAP,   CONSISTING  OF  PAR- 
TICM8  OF  CHERT  IN  A  MATRIX  OF  SILICIOUS  PTROLUSITE),  CAVE  SPRINGS,  GA. 


Percentage 
by  Weight. 

Silica. 

Original  ore 

IW 

16.M)( 

4S.(W 
-90.86){ 
e7.909f 

Concentrates 

Tailings 

§  589.  The  Conkling  Dry  Magnetic  Separator. — The  principle  of  this 
is  shown  in  Fig.  469.    The  ore  is  fed  through  the  hopper  upon  the  distributing 
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fig.  469. — principle  of  the  conkling  dry  magnetic 
separator. 

or  convejring  belt,  which  moves  in  the  direction  indicated  by  the  arrow.    As 
it  passes  under  the  magnet,  the  magnetic  particles  are  lifted  up  against  the 
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§  590 


underside  of  belts  running  at  right  angles  to  the  distributing  belt  and  are  thus 
drawn  to  one  side  while  the  non-magnetic  particles  continue  on  and  are  deliv- 
ered over  the  end  of  the  belt.  The  strength  of  the  magnets  and  the  distance 
between  the  cross  belts  and  the  distributing  belt  may  be  varied.  Some  results 
of  tests  by  this  machine  on  separating  magnetite  from  gangue  are  given  in 
Table  362. 

TABLE    362. — CONCENTRATIONS    BY    THE    CONKLING    DRY    MAGNETIC    SEPARATOR. 


Crude  Ore. 

Concentrates. 

TaQings. 

Ore  From 

Iron. 
Percent. 

Phoephor^B 
Percent. 

Iron. 
Percent 

Phoephor*8 
Percent. 

SUica. 
Percent 

Iron. 
Peroentb 

Phoephorua. 
Percent. 

Port  Henry,  N.  Y.,  New  Bed 
Piatt  Mine,  N.J 

68.80 

ee.M 

68.00 
88.00 

0.010 
1.146 
0.100 
0.088 

70.80 
70.20 
79,47 
66.84 

0.006 
0.168 
0.028 
0.006 

'■i".87'* 

81.00 

•4 
44 

0.10 

Mt  Hope  Mine,  N.J 

Lehigh  Mountain,  Fa 

44 

§  590.  A  Magnetic  Separator  used  at  Monteponi,  Sardinia,  is  very  similar 
to  the  Conkling  Dry  Separator.  The  poles  of  the  magnet  are  bent  around 
80  as  to  come  quite  near  together.  The  conveying  belt  is  20  to  50  mm.  below 
the  poles,  and  moves  at  a  speed  of  0.5  meter  per  second.  The  stuff  treated 
varies  from  almost  pure  limonite  (with  4%  zinc),  to  stuff  with  almost  no  iron 
at  all.  The  separator  is  applied  to  material  up  to  10  mm.  in  size  after  roasting. 
The  current  varies  from  0.4  to  2  amperes  with  10  to  60  volts.  A  single  magnet 
treats  2  to  3  cubic  meters  of  ore  in  10  hours.  This  separator  is  now  used  in 
preference  to  the  Ferraris  separator  (see  §  578). 

•.  §■  591.  The  Conkling  Wet  Magnetic  Separator. — ^This  differs  from  the 
dry  separator  in  that  the  distributing  belt  is  placed  on  an  incline;  there  are 
no  cross  belts,  and  the  magnets  are  placed  beneath  the  belt,  that  is,  between 
the  ascending  and  descending  side.  Ore  is  fed  upon  the  belt  near  the  lower 
magnet.  A  stream  of  water  running  down  the  belt  carries  the  non-magnetic 
particles  off  at  the  lower  end,  while  the  magnetic  particles  are  held  against 
the  belt  by  the  attraction  of  the  magnets,  and  are  carried  up  by  the  belt  and 
over  the  upper  end.  There  is  more  or  less  loss  in  the  slimes  carried  off  by 
the  water. 

An  average  of  seven  months'  work  at  the  Tilly  Foster  Mine,  in  1890,  showed 
that  out  of  3,009  tons  treated  per  month,  1,039  tons  of  concentrates  were 
obtained,  or  1  ton  of  concentrates  from  2.89  tons  of  ore.  The  average  total  cost 
of  milling  per  ton  of  concentrates  'was  $2.25,  of  which  $1.26  was  for  labor. 
The  average  cost  per  ton  of  raw  ore  varied  from  $0,189  to  $0,253.  The  per- 
centage of  iron  in  the  raw  ore  varied  from  24.96  to  28.57% ;  that  in  the  co  i- 
centrates  from  47.40  to  51.04%,  and  that  in  the  tailings  from  10.21  to  11.53%. 

§  692.  The  Heberli  Wet  Separator  in  one  of  its  forms  is  shown  in  Figs. 
470a,  4706,  and  470c.  It  consists  of  a  box  filled  with  water,  in  which  is  the 
belt  BB  moving  over  the  pulleys  c</y  and  the  electromagnets  in  a  water  tight 
case  as  shown.  The  ore,  best  below  30  mesh,  is  fed  in  with  water  at  A;  the 
non-magnetic  particles  fall  down  to  the  right  of  the  deflector  into  the  hopper  O 
and  pass  out  through  H;  the  magnetic  particles  are  attracted  against  the  belt 
and  are  carried  down  by  it  until  they  are  below  the  magnetic  field  when  they 
fall  into  the  hopper  E  and  pass  out  through  F.  A  machine  with  a  belt  two 
feet  six  inches  wide  is  capable  of  treating  35  tons  of  crude  ore  per  day. 

Edison  Magnetic  Separator  for  Fine  Materials  is  used  as  No.  4  magnet 
in  Mill  91,  to  treat  the  fine  dust  taken  out  in  the  dusting  chamber.  As  shown 
ri  Fi^s.  471a  and  471*,  there  are  three  horseshoe  magnets  with  poles  at  B,  C 
and  D.  The  fipe  dust  is  fed  by  the  hopper  A  in  front  of  the  lowest  magnet  B. 
which  attracts  th6  magnetic  particles  against  the  belt  E  while  the  non-magnetic 
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particles  fall  down.  As  the  belt  E  travels  upward,  the  magnetic  particles  are 
worked  in  a  zigzag  course  diagonally  along  the  magnet  B,  thence  along  C  and 
finally  along  D,  which  extends  farther  to  one  side  than  B  or  C,  and  delivers  con- 
centrates into  the  buckets  F  attached  to  the  belt  which  carry  them  up  over  to  the 
rear  as  shown.  The  zigzag  course  of  the  grains  serves  to  eliminate  particles 
which  would  otherwise  be  retained  by  the  magnetic  particles  in  stuff 
so  fine  as  this.  This  separator  yields  magnetic  concentrates  which  are  a 
finished  product,  and  tailings  which  are  mainly  apatite^  and  are  sold  for  paint. 


MO.  470a. — BIDE  ELEVATION 
OF  THE  HEBSRU  WKT 
SEPARATOR.  P^ 


PIG.  4706. — ^VERTICAL  GROSS  SECTION. 


EJociro  MAfiiwb 


WO.  470c. — ^HALP  PLAN  AND  HALF 
SECTION. 


PIG.  471a. — 
PRONT  ELE- 
VATION. 

Edison's    separator 


PIG.  4  71  J. — ^VERTICAL 
SECTION  ON  OH. 
FOR      FINE      STUFF. 


§  693.  The  Kessler  Magnetic  Separator  has  been  used  to  some  extent 
abroad.  It  consists  of  a  horizontal  chain  belt  of  iron,  which  at  one  end  passes 
over  a  wooden  pulley,  and  at  the  other  end  over  one  of  solid  iron.  The  latter  is 
magnetized  by  an  electromagnet.  The  chain  is  thereby  made  magnetic  with 
strength  diminishing  toward  the  wooden  pulley.  Ore  fed  on  at  the  iron  pulley 
drops  the  non-magnetic  particles  immediately,  the  weakly  magnetic  particles  next, 
while  the  strongly  magnetic  particles  hold  on  until  they  almost  reach  the  woodea 
pulley. 
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§  594.  A  Magnetic  Separator  Formerly  Used  at  Przibram,  had  a  horizon- 
tal belt  which  carried  the  ore  along  beneath  two  sets  of  electromagnets.  These 
magnets  were  mounted  on  overhead  wheels  which  ran  on  rails,  and  they  had 
a  reciprocating  motion  back  and  forth.  When  they  were  directly  over  the  belt 
the  current  was  on,  and  magnetic  particles  were  attracted.  When  they  were 
at  one  side  the  current  was  off  and  the  load  of  magnetic  particles  was  allowed 
to  fall.  Blende  and  siderite  were  roasted  to  zinc  oxide  and  magnetic  oxide  and 
separated  by  this  machine  at  the  rate  of  150  kilos  per  hour. 

§  595.  THE  HuoHES  Daviot  Electromagnet,  used  at  Laurium,  in  Greece, 
is  suspended  by  a  universal  joint  and  is  mpved  by  hand  over  a  pan  of  ore.  When 
a  load  of  magnetic  particles  has  become  attached  to  it,  it  is  swung  to  one  side. 


\/ 


1 1       8rdlli«nM       1; 

W '/• 


!^A  J!  \ 


PIG.  472a. — SKETCH  OP 
THE  NO.  1  MAGNETS  IN 
MILL  91. 


TalUnga  ^^^TUIbigB 

PIG.  4726. — SKETCH  OP  THE  NO.  3 

MAGNETS  IN  MILL  91. 

the  current  cut  off  and  the  load  dropped.  This  forms  a  species  of  hand  sorting 
by  the  use  of  a  powerful  controllable  electromagnet.  It  uses  2^  to  3  amperes 
current  with  40  volts. 


III.      separators  with  THE  ORE  PALLING  IN  PRONT  OF  MAGNETS. 

§  596.  The  Edison  Magnetic  Separator. — ^This  is  simply  a  plain  bar  electro- 
magnet before  the  poles  of  which  the  ore  falls  in  a  thin  sheet,  and  the  magnetic 
particles  are  thereby  deflected  to  one  side,  while  the  non-magnetic  particles 
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fall  vertically.  These  machines  are  used  for  the  No.  1,  2,  and  3  magnetic 
separators  in  Mill  91.  The  No.  1  magnets  are  grouped  in  sets  of  three,  one 
above  the  other,  as  shown  in  Fig.  472a.  Each  magnet  is  12  inches  long  between 
the  poles,  4  feet  6  inches  wide  and  4  inches  thick.  Cast  iron  is  used  for  the 
cores,  and  in  this  case  is  as  good  as  wrought  iron,  since  the  cores  are  never 
saturated.  The  cores  are  wound  with  No.  4  copper  wire,  and  the  upper  magnet 
of  a  set  has  the  fewest  turns  and  the  lowest  the  most,  thereby  causing  a  propor- 
tional increase  in  magnetic  force.  The  three  magnets  of  a  set  are  wired  in 
series,  but  the  different  sets  are  wired  in  parallel.  A  set  is  supplied  with  16 
amperes  and  80  volts.  One  set  treats  16  tons  per  hour  of  stuff  which  has 
passed  through  a  0.060-inch  (1.52-mm.)  slot,  and  carries  20%  iron  and  0.70 
to  0.80%  phosphorus.  This  is  nearly  two  tons  per  hour  per  foot  of  face  of 
upper  magnet.  The  tailings  of  the  upper  magnet  contain  7%  iron,  and  are 
treated  by  the  middle  magnet.  The  tailings  of  the  middle  magnet  contain  2^% 
iron,  and  are  treated  by  Sie  lower.  The  tailings  of  the  lower  magnet,  amount- 
ing to  55%  of  the  original  ore,  contain  only  0.8%  iron  and  are  waste.  The 
heads  of  the  three  magnets  contain  40%>  iron  and  go  to  the  drier. 

The  No.  2  magnets  are  wound  and  arranged  in  sets  of  three,  like  the  No.  1 
magnets,  except  that  the  cores  are  8  inches  long  between  the  poles,  4  feet 
6  inches  wide  and  3  inches  thick.  They  are  wound  with  No.  6  copper  wire 
and  a  set  uses  a  current  of  10  amperes  with  120  volts.  Their  capacity  is  \  ton 
per  hour  per  foot  face  of  upper  magnet.  They  are  fed  with  the  concentrates 
of  the  No.  1  magnets,  after  arying  and  re-crushing  through  a  slot  0.020  inch 
(0.51  mm.)  wide.  The  heads  of  all  three  magnets  in  each  set  contain  60% 
iron  and  go  to  a  dusting  chamber.  The  tailings  of  the  lower  magnet  are  waste. 
In  the  dusting  chamber  the  fine  dust  is  blown  out,  the  percentage  of  iron 
in  the  residue  being  raised  thereby  to  64%.  This  residue  goes  to  the  No.  3 
magnets,  arranged  with  five  in  a  set,  as  shown  in  Fig.  4726.  It  will  be  seen 
that  this  differs  from  that  of  the  No.  1  and  No.  2  magnets  in  that  it  is  not  the 
tailings  of  a  magnet  but  rather  the  heads,  that  are  treated  by  the  next  magnet 
below.  In  this  case,  the  magnets  are  all  of  the  same  strength.  The  cast  iron 
cores  are  4  feet  6  inches  wide,  4  inches  long  between  the  poles  and  2  inches 
thick.  They  are  wound  with  No.  6  copper  wire,  and  a  set  uses  a  current  of 
17  amperes  with  100  volts.  Their  capacity  is  400  pounds  per  hour  per  foot 
face  of  upper  magnet.  The  tailings  of  the  upper  magnet  are  waste,  while  those 
ci  the  other  four  are  sent  back  and  put  with  the  main  stream  of  ore  to  be  re- 
crushed.  The  heads  of  the  lowest  magnet  contain  67  or  68%  iron  and  are 
finished  products. 

ROASTING  FOB  MAGNETISM. 

§  597.  This  is  used  to  some  extent  upon  ores  containing  iron  which  in  their 
natural  state  are  only  weakly  magnetic.  By  submitting  them  to  a  preliminary 
roasting,  they  become  strongly  magnetic  and  readily  separated  from  their  gangue 
or  from  some  other  valuable  mineral,  as  the  case  mav  be. 

The  only  strongly  magnetic  oxides  of  iron  which  can  be  produced  for  mag- 
netic separation  are,  according  to  Wedding*,  Fe,04  and  FegO^.  FcjOg  is  only 
weakly  magnetic  and  PeO  cannot  be  produced  in  practice.  There  are  three 
methods  of  changing  weakly  magnetic  iron  ores  into  the  magnetic  oxides: 
(1)  Simple  heating  at  a  high  temperature  expels  some  of  the  oxygen  from 
FCjOs  leaving  FcjO^  or  FceO^.  This  is  applicable  to  hematite  and  limonit^ 
ores,  the  heat  also  driving  off  any  combined  water  that  may  be  present.  It  is 
expensive  for  fuel,  however.  (2)  Reduction  at  a  red  heat  by  means  of  solid 
carbonaceous  matter  or  by  reducing  gases,  usually  hydrogen  and  carbon  monoxide. 
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This  is  the  commonly  used  process  on  hematites  and  limonites.  (3)  The  decom- 
position of  PeCOj  by  heat,  CO,  being  driven  oflE.  This  is  applicable  to  spathic 
iron  ores.  It  is  not  possible  to  get  PeO  in  this  way,  since  some  of  the  O  of  the 
CO,  combines  with  the  FeO  and  forms  Pe,04  or  Fefi^.  In  the  last  two  of  the 
above  cases  the  air  must  be  kept  out,  since  the  oxygen  of  the  air  readily  reacts 
with  Fej04  ^^^  ^^fii  ^  form  Fe^Og,  thus  imdoing  all  the  work. 

Of  sulphide  ores,  p)rrite  (PeS,)  is  only  weakly  magnetic,  while  pyrrhotite 
(Pe^Sg)  is  strongly  magnetic.  By  roasting  pyrite  under  oxidizing  conditions 
it  is  possible  to  drive  off  some  of  the  sulphur  as  SO,  and  leave  the  magnetic 
sulphide.  There  is  a  tendency  for  some  iron  to  be  oxidized  at  the  same  time, 
however,  which  makes  the  process  hard  to  regulate,  unless  some  carbonaceous 
matter  is  added  near  the  end  of  the  roast  to  act  as  a  reducing  agent. 

In  roasting  it  is  best  to  have  the  ore  of  a  uniform  size,  in  order  that  it  may 
all  be  treated  uniformly.  Too  coarse  ore  takes  too  long  to  treat.  Too  fine  ore 
is  hard  to  treat,  owing  to  difficulty  of  passing  gases  through  it.  The  best  fur- 
nace for  coarse  ore  is  a  shaft  furnace  gradually  enlargi«ng  downward  to  allow  for 
expansion  of  the  ore  and  thereby  give  room  for  upward  passage  of  gases.  For 
fine  ore  a  hearth  furnace  is  required. 

This  process  of  roasting  was  tried  on  Alabama  hematite  ores  by  William  B. 
Phillips.*"  He  used  a  modified  Davis  Colby  shaft  furnace.  The  magnetization 
had  to  be  very  carefully  performed  in  order  to  successfully  reduce  a  lump  all  the 
way  through  and  still  prevent  incipient  fusion  on  the  surface.  The  best  size  for 
treatment  was  found  to  be  about  2  inches  in  diameter  and  the  average  tempera- 
ture used  was  1,100°  P.  The  average  ore  contained  45%  iron  and  30%  silica, 
and  the  concentrates  obtained  after  roasting,  crushing  and  magnetic  separation, 
contained  58.9%  iron  and  11.5%  silica. 

§  598.  At  Allevard,  France*®,  there  is  a  plant  which  roasts  spathic  iron  ore  on  a 
commercial  scale.  Shaft  furnaces  are  used,  one  of  which  yields  25  metric  tons 
of  roasted  ore  in  24  hours,  using  30  kilos  of  coal  in  the  gas  producer  for  each  ton 
of  ore  roasted.  A  temperature  of  1,000*" C.  is  used.  The  ore  loses  28%  in  weight, 
2%  of  carbon  dioxide  remaining  in  the  roasted  ore.  This  is  a  case  where  roast- 
ing and  magnetism  are  employed  merely  to  save  the  iron,  but  as  a  rule,  the  proc- 
ess is  too  costly  for  simple  iron  ores,  and  is  used  only  where  the  ore  contains  some 
other  valuable  mineral  besides  iron.  The  following  instances  are  given  of  this 
latter  case: 

Mill  93  roasts  tailings  of  jigs,  containing  limonite  and  smithsonite  ranging 
from  6  mm.  to  0,  in  common  reverberatory  furnaces,  with  grates  20  by  84  inches 
and  hearths  7  feet  wide  and  8  or  9  feet  long.  The  ore  is  heated  to  redness  and 
then  the  limonite  is  reduced  to  magnetic  oxide  by  the  addition  of  fine  coal  to  it. 
The  charge  of  ore  is  12,000  pounds;  and  of  fine  coal  1,200  poimds.  The  coal 
burned  on  the  grate  is  4,480  pounds  per  charge.  Sixty  minutes  is  required. to 
bring  it  to  redness  and  sixty  more  to  effect  the  reduction.  The  ore  is  then  cooled 
and  separated  by  Payne  separators.  In  nine  months  1,415  tons  produced  675 
tons  of  heads  carrying  50  to  55%  metallic  iron,  and  tailings,  which  contained 
most  of  the  zinc  and  only  4  to  6%  iron. 

Mill  92  formerly  employed  a  similar  process  before  using  the  Wetherill  process. 

Tests  have  been  made  on  tailings  of  Leadville,  Colorado,  mills  containing 
pyrite  and  blende  which  cannot  be  separated  by  jigging.  Some  of  the  Anchor 
mill  ore,  containing  galena,  pyrite,  blende  and  gangue,  was  heated  in  an  iron  pan 
in  a  muffle  at  a  low  red  heat  until  all  the  flame  of  burning  sulphur  had  disap- 
peared. After  cooling,  the  magnetic  material  (sulphide  of  iron,  PeS)  was  re- 
moved by  a  magnet.  The  non-magnetic  material  was  panned  to  make  lead  con- 
centrates and  the  residue  panned  again  to  make  middlings  (zinc  ore)  and  tail- 
ings.    Results  of  a  test  by  James  W.  Neill  are  given  in  Table  363.  * 
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TABLE  36S 

;. ^TESl 

'.OF  ANCHOR  MILL  ORE. 

Pieroent 

of 

Total 

Ore. 

SUver. 

Lead. 

Qold. 

Zina 

MAterlaL 

Assay  in 
Ounoes 
per  Ton. 

Peroent 

of 
Total. 

Peroent 

of 
Total 

Assay  in 
Ounces 
per  Ton. 

Percent 

of 
Total. 

Percent 

Percent 
TotaL 

Original  ore 

100 
18.5 
88.0 
86.0 
85.0 

16.4 
18.0 
84.6 
11.8 
5.8 

100 
14.5 
49.4 
80.0 
9.S 

14.5 

100 

Trace. 
0.06 

100 

15.0 
4.9 
14.8 
84.1 
18.0 

100 

M A^TifftJo  fioiiflQiitrat4W. ........ 

4.1 

f  aaH  orinnmitriLtes. . 

57.0 
8.5 

86.5 
15.8 

80.8 

MiddliDffS 

65.1 

TftUiXUES 

80.0 

85.5 

96.8 

101.8 

100.0 

In  this  work  the  non-magnetic  particles  still  contain  all  their  sulphur  and  are 
not  desirable  for  smelting.  Gpuyard**^  has  tested  such  ores  by  roasting  them  down 
to  6  or  7%  sulphur,  getting  most  of  the  iron  into  the  form  of  sesquiozide  and 
then  reducing  it  to  the  magnetic  oxide.  This  requires  a  higher  heat,  and  more 
of  the  lead  goes  with  the  magnetic  portion  than  in  the  former  case. 

Ellis  Clark"  reports  the  separation  of  spathic  iron  ore  from  zinc  blende  at 
Przibram  by  roasting  the  ore  (not  over  1  mm.  in  diameter)  in  a  small  oven  for  an 
hour,  and  then  sending  it  to  a  magnetic  separator. 

At  Monteponi,  Sardinia,"*  a  large  amount  of  spathic  iron  ore  with  carbonate 
and  silicate  of  zinc,  which  had  accumulated  in  wet  concentration,  is  being  worked 
up  by  the  roasting  and  magnetic  process.  The  ore  is  first  mixed  with  2%  fine 
coal  and  heated  to  such  a  degree  that  the  iron  oxides  contained  are  reduced  suffi-* 
ciently  to  become  magnetic.  It  is  then  sized  and  separated  by  a  magnetic  sepa-' 
rator  (see  §  590)  into  iron  ore,  zinc  ore,  and  middlings  to  be  roasted  again.  The 
furnaces  used  are  of  the  revolving  cylinder  type,  32  feet  9  incfves  long,  and  3  feet 

3  inches  inside  diameter.  Each  furnace  treats  12  tons  in  2:4  hours,  burning  2 
tons  of  coal.  The  raw  ore  contains  26%  zina^md  10%  iron.  The  zinc  cpneeo- 
trates  contain  45%  zinc.  The  concentration  is  a  little  over  3  tons  of  qlre  intb, 
1  ton  of  zinc  concentrates.  V 

At  Friedrichssegen,  Rhenish  Prussia,**  the  ore  from  hand  picking,  containiifg 
spathic  iron  and  zinc  blende,  ranging  from  40  to  120  mm.. in  size,  is  roasted  to 
magnetic  oxide  in  shaft  furnaces  with  fine  coke.  A  furnace  treats  8,000  kilos 
per  day  and  uses  only  50  kilos  of  fine  coke,  the  remainder  of  the  heat  being  fur- 
nished by  the  sulphur  in  the  ore.  The  roasted  product  is  crushed  to  5  mm.  and 
sent  to  a  magnetic  separator.  Ore  from  the  washijig  which  is  below  6  mm.  is 
roasted  in  reverberatory  furnaces  for  about  1^  hours.  Two  furnaces  in  series 
treat  18  to  20  tons  in  24  hours.     The  roasted  product  is  all  crushed  through 

4  mm.  and  separated  magnetically.  The  magnetic  machines  make  iron  ore, 
which  is  a  finished  product,  zinc  ore,  which  has  some  of  its  gangiie  removed  W 
washing,  and  middlings,  which  are  re-treated.  The  results  of  the  magnetic  treats . 
ment  are  to  treat  24  tons  of  roasted  ore  containing  12  to  15%  zinc  and  20.,to,22%- 
iron,  and  make  7  to  8  tons  of  zinc  ore  containing  33%  zinc  and  16  to  18  tons  of 
iron  ore  containing  36  to  38%  iron  and  10%  manganese. 

At  Maiem,  Austria,^^^  the  problem  and  the  method  of  treatment  are  similar  to  .. 
Priedrichssegen. 

At  Svarto,  Sweden,**  magnetite  ore  containing  a  high  percentage  of  phospjiorus 
is  crushed  to  1  mm.  and  separated  magnetically.     The  iron  ore  obtained  goes  to 
market.     The  non-magnetic  part  is  washed  to  remove  the  a^patite,  which  is  mixed 
with  sodium  carbonate  and  made  into  phosphate.     There  is  really  no  roasting  for  . 
magnetism  here.    The  furnaces  are  used  only  in  working  up  the  apatite.  .. 

Pn-bumatic  Concentration. 
§  599.  Air  may  be  used  much  in  the  same  way  as  water,  as  a  medium  for  iort*  ^ 
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ing  grains  of  ore  into  grades  according  to  their  settling  power.  The  conditions 
■which  point  to  the  use  of  air  for  concentration  are:  (1)  the  removal  of  dust  from 
natural  or  pulverized  stuff  by  a  blast  of  air;  (2)  the  treatment  of  placer  gold  or 
ores  in  general,  in  districts  where  there  is  a  scarcity  of  water. 

There  are  three  chief  classes  of  apparatus  for  separating  ores,  that  depend  upon 
air  as  a  medium : 

I.  Those  using  a  continuous  blast  of  air  which  acts  on  the  particles  and  yields 
graded  products. 

II.  Those  which  project  the  ore  particles  through  air  by  a  force  other  than  an 
air  blast,  the  heaviest  grains  going  farthest,  the  other  grains  being  graded  accord- 
ing to  their  momentum. 

III.  Air  jigs,  or  those  which  subject  the  ore  in  a  bed  to  a  series  of  upward, 
intermittent  pulsations  of  air,  the  lighter  particles  rising  to  the  top  layer,  the 
heavier  particles  settling  beneath  in  the  same  manner  as  in  the  hydraulic  jig, 
when  run  without  suction. 

I.      AIR  CONCENTRATORS  USING  A  CONTINUOUS  BLAST  OP  AIR. 

§  600.  Edison  Dusting  Chambers. — In  Mill  91,  a  horizontal  blast  of  air, 
under  a  pressure  equal  to  6  inches  of  water,  is  used  to  remove  the  finer,  lighter 
portion  of  the  gangue  from  the  magnetic  concentrates  of  the  No.  2  or  8-inch  mag- 
nets. These  concentrates  have  been  through  a  slotted  hole  0.5  mm.  wide,  and  con- 
tain magnetite,  with  apatite  and  fine  calcium  sulphate  as  chief  impurities  to  be 
^^  removed.     They  run  60%   iron. 

The  blowing  apparatus  (see  Fig. 
473)  consists  of  three  wide 
nozzles,  D,  F,  0,  delivering  air 
streams  72  inches  wide  and  1 
inch  thick.  They  are  placed  one 
above  another  and  connected  to 
the  same  fan  K,  The  ore  is  fed 
in  front  of  the  upper  nozzle  by  a 
hopper  A,  a  wide  flue  B,  and  by 
three  little  shelves  C,  called 
chokers,  which  break  the  force  of 
descent  and  deliver  the  stream  di- 
rectly in  front  of  the  jet  Z>.  A 
large  portion  of  the  dust  ^*s  blown 
into  the  dust  chamber  E,  while 
the  heavy  material  passes  down- 
ward. In  like  manner  it  passes  the  other  two  jets  F  and  0,  losing  some  dust  in 
front  of  each.  The  apiparatus  makes  two  products,  .the  heavy  which  runs  64%  iron 
and  is  mostly  magnetite,  and  the  light  which  is  apatite  and  calcium  sulphate,  with 
some  fine  magnetite.  TIhe  heavy  product  goes  to  the  No.  3  or  the  4-inch  magnets, 
while  the  light  goes  to  No.  4  magnet.  This  blowing  is  for  two  purposes:  (1)  to 
make  clean  heads  by  blowing  out  the  apatite,  and  (2)  to  enable  the  No.  3  or 
finishing  magnets  to  work  more  freely.  The  calcium  sulphate  comes  from  the 
water,  which  contains  120  grains  to  the  gallon.  When  dried,  it  forms  an  elastic 
coating  on  the  grains,  and  sticks  tiny  grains  of  gangue  dust  to  the  ore.  To  re- 
move this  the  drier  preceding  the  No.  2  magnets  is  heated  to  200**F.,  by  which 
means  the  coating  becomes  brittle,  is  broken  off  in  transit,  and  readily  blown 
away. 

8  601.  The  Hochstedt  Apparatus,  shown  in  Fig.  474,  is  of  this  class.  It  is 
used  at  the  Hheinpreussen  Colliery  at  Homberg  on  the  Rhine,  for  blowing  the 


FIG.  473. — ^Edison's  dusting  chamber. 
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dust  out  of  coal.  The  fine  coal  (7  mm.  to  0  in  diameter)  is  spread  out  and  fed 
evenly  by  a  roller  feeder  over  a  width  of  2  m.  A  jet  of  air,  A,  2  m.  wide  and 
0.1  m.  thick,  from  No.  1  fan  blower,  directed  upward  at  an  angle  of  about  32**, 
blows  through  the  falling  sheet  of  particles,  removing  the  fine  stuff.  The  air  blaet 
then  passes  up  a  branch  discharge  flue,  B,  inclined  upward  at  an  angle  of  50**, 
and  any  particle  that  is  heavy  enough  to  fall  out  of  the  air  current  can  do  so 
and  return  to  the  heavy  product.  The  rest  goes  over  to  dust  chambers  E,  The 
falling  sheet  of  particles  passes  by  a  second  jet,  A^,  4  m.  wide  and  0.04  m.  thick, 
furnished  by  No.  2  blower,  and  has  the  remaining  fines  taken  out  and  sent 
through  a  second  branch  discharge  flue,  B^,  to  the  same  dust  chamber,  E,  from  the 
outlet  of  which  the  air  for  the  fans  is  drawn,  thus  making  a  continuous  circuit 
The  fine  coal  is  30%  of  the  whole  and  has  a  maximum  diameter  of  2  nmL  The 
dust  chamber  costs  $750  and  the  fans  $600  each.  The  apparatus  treats  600  tons 
of  coal  per  day  at  a  co6t  of  5  J  cents  per  ton. 


no.   474. — 8BCTI0N   op  the  HOOHSTEDT  APPABATU8. 

At  the  St  Louis  floor  of  the  Anzin  Company  there  is  an  apparatus  very  similar 
to  the  preceding. 

Air  has  been  used  to  some  extent  in  this  country  for  blowing  dust  out  of  coal. 
It  is  particularly  advantageous  to  remove  the  dust  before  washing  coal,  as  the 
oust  hinders  the  washing  of  coarser  sizes,  increases  the  percentage  of  loss  and, 
adhering  to  the  washed  coal,  prevents  it  from  drying  quickly. 

Air  is  used  in  dressing  asbestos  at  Thetford,  Queb^,****  where  rock  that  has 
been  reduced  in  a  Cyclone  pulverizer,  is  passed  over  an  11 -mesh  shaking  screen, 
and  from  the  oversize  of  this  screen,  the  fibrous  portion  is  drawn  away  from  the 
sand  by  an  air  current.  There  is  a  cover  extending  about  two-thirds  of  the  way 
from  the  upper  to  the  lower  end  of  the  screen,  and  an  inverted  funnel,  which  con- 
nects with  a  suction  fan,  covers  the  lower  end.  The  fan  delivers  the  fibres  into 
a  settling  chamber,  the  outlet  of  which  is  covered  by  a  fine  screen. 

§  602.  Classifier  at  Engis. — At  Engis  a  horizontal  covered  box  8  m.  long  and 
0.4  m.  square,  had  a  hopper  on  top  at  one  end  which  dropped  the  ore  in  a  regular 
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stream  in  front  of  a  horizontal  blast  of  air.  The  graded  products  were  caught  in 
a  series  of  hoppers  in  the  bottom  of  the  box.  The  final  dust  was  settled  in  a  dust 
chamber.  Its  capacity  was  25  to  27  tons  in  12  hours.  The  apparatus  was  found 
to  be  very  susceptible  to  slight  changes  in  the  pressure  of  the  blasts  which  caused 
considerable  change  in  the  products  and  injured  the  classification.  It  was,  there- 
fore, given  up  at  this  place^  although  similar  forms  are  used  in  certain  places. 

§  603.  A  Pneumatic  Bblt  Concentrator  was  tried  at  the  mill  of  the  Him- 
melsfiirst  mine  in  Saxony.  It  consisted  of  a  horizontal  endless  belt,  1.91  m.  long, 
480  mm.  wide,  moving  with  a  velocity  of  110  nmi.  per  second.  Blasts  of  air  were 
delivered  across  it  from  five  flat  tuyeres,  each  250X65  mm.  in  section. 
Thev  were  placed  350  mm.  from  center  to  center.  The  five  tuyeres  blew  off 
products  which  were  caught  separately.  The  sizes  most  satisfactorily  treated 
on  this  machine  were  between  0.5  mm.  and  1.5  mm.  in  diameter.  On  stamp 
stuff  passing  through  1.5  mm.  and  resting  on  1  mm.,  results  are  reported  as  shown 
in  Table  364. 


TABLE  364. — ANALYSES  OF  PRODUCTS  OF  PNEUMATIC  BELT  CONCENTRATOR. 


Feed 

Product  from  first  and  second  tuyeres 

Marketable  galena 

Marketable  galena 

Middlings 


Amount  of  MateriaL 

Silver. 

Lead. 

Sulphur. 

Zinc. 

Percent. 

Percent. 

Percent 

Percent. 

Ptoroent 

100.00 

0.065 

87.6 

7.8 

48.08 

0.07B 

4.6 

8.4 

84.59 

0.108 

71.6 

15.1 

8.80 

0.880 

41.6 

14.8 

84.50 

0.115 

9.5 

7.3 

The  results,  however,  did  not  warrant  its  adoption. 
§  604.  MuMFOBD  AND  Moodie's  SEPARATOR  has  a  horizontal  disc,  D,  revolying 

at  high  speed  (see  Fig.  475).  Upon  this  in  a 
steady  stream  from  the  hopper,  C,  is  fed  the  dry 
ore  to  be  separated.  The  particles  are  thrown  out 
radially  in  a  horizontal  direction,  but  are  stopped 
by  an  enclosing  vertical,  truncated  cone,  expand- 
ing slightly  downward,  which  surrounds  the  disc. 
In  the  annular  space  between  the  disc  and  the 
cone  is  an  upward  current  of  air  induced  by  fan 
blades.  A,  revolving  with  the  disc.  This  current 
lifts  tiie  lighter  portion  and  discharges  it  in  an 
outer  chamber,  E,  while  the  heavier  particles  fall 
in  an  inner  chamber,  H,  After  having  dropped  its 
charge,  the  air  returns  from  the  outer  to  the  inner, 
as  shown  by  the  arrows,  it  being  distributed  to  the 
pulp  by  the  perforated  plates,  O,  and  acts  over 
again.  It  is  made  in  three  sizes,  3^  to  6  feet  in 
diameter,  and  they  treat  from  1  to  4  tons  per  hour. 
The  advantage  lies  in  its  compactness  for  perform- 
ing the  duty  of  a  screen,  separating  fine  dust  from 
Bosk  MtDoh-i  Cool  coarser  material.    Two  hundred  are   in    use   in 

PIG.  476.— SECTION  OF  MUM-     England  and  America. 

FORD  AND  MOODIE'S  SEP- 
ARATOR. 
II.      AIR    CONCENTRATORS   WHICH   PROJECT  THE   PARTICLES   BY   A   FORCE   OTHER 

THAN  AIR  BLAST. 

§  605.  The  Pape-Hbnnebero  Separator  (see  Pigs.  476a  and  4766)  consist? 
of  a  large  pan  6  m.  in  diameter,  with  a  series  of  concentric  troughs,  c.  Suspended 
freely  over  the  center  of  the  pan  is  a  disc  450  mm.  in  diameter,  which  revolves  at 
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the  high  speed  of  3,000  revolutions  per  minute.  Over  the  revolving  disc  is  a 
stationary  disc  or  cover,  h,  2  m.  in  diameter.  Particles  of  ore  from  the  two  hop- 
pers a  and  aj,  are  fed  near  the  center  of  the  revolving  disc  and  are  thrown  out 
radially  by  centrifugal  force  with  high  velocity  against  an  inflowing  current  of 
air,  which  comes  in  all  around  under  the  edge  of  the  stationary  disc  and  is  drawn 


FIG.    4:76a. — ^PBRSPEOTIVB   OP   PAPE-HENNEBERO   8EPAEAT0R. 

out  through  a  central  orifice,  l^,  under  the  revolving  disc,  by  a  suction  fan,  and 
discharged  to  a  dust  chamber.     The  air  takes  out  the  fine  dust.     The  other  parti- 
cles which  are  able  to  resist  the  air  current,  fall  into  the  concentric  troughs.- 
Those  with  the  most  momentum  go  to  the  farthest  trough ;  the  others  are  graded 


FIG.  4766. — ^VERTICAL  SECTION  OF  SEPARATOR,  4,000  MM.  INSIDE  DIAMETER. 


in  the  different  troughs  according  to  their  momentum.  These  are  sorted  products 
analogous  to  those  of  a  hydraulic  classifier,  the  outer  trough  containing  the 
warsest  product  corresponding  to  the  first  spigot,  and  the  exhaust  containing  the 
fine  dust  corresponding  to  the  slime  overflow.  Each  of  the  troughs  has  a  cross 
slit  at  one  place  in  the  bottom.     Revolving  arms,  d,  with  scrapers  for  each 
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trough  serve  to  bring  the  ore  to  the  slits.  The  outer  trough  yields  pure  concen- 
trates; the  products  from  the  others  are  sifted,  and  yield  fines,  which  are  con- 
centrates; coarse,  which  are  waste;  and  middlings,  which  are  re-treated  dry  or, 
better  treated  wet  on  tables.  The  fine  dust  is  also  best  treated  wet  on  tables. 
The  various  adjustments  are :  the  speed  of  the  disc,  the  velocity  of  the  air  current 
and  the  rate  of  feed.  The  disadvantages  are  that  ore  must  be  crushed  fine, 
1  mm.  to  0.85  mm.,  which  causes  much  dust.  This  fine  stuff  if  taken  out  is  not 
satisfactorily  treated  on  any  existing  machine;  if  not  taken  out,  it  contami- 
nates all  the  other  products.  The  power  required  is  3  horse  power  for  the  ma- 
chine and  2  horse  power  for  the  fan.  The  capacity  is  1,800  to  2,700  pounds  per 
hour.  Plants  have  been  erected  in  Sweden,  in  the  Urals,  and  one  has  been  built 
for  China. 

§  606.  The  Clarkson-Stanfield  Patent  Centrifugal  Separator  is  much 
like  the  last.  It  has  four  troughs  for  catching  the  products.  It  has  radial  grooves 
in  the  revolving  disc  and  this  disc  is  covered  by  another  disc,  so  that  the  particles 
«re  forced  to  travel  outward  through  the  grooves.  Its  feed  is  sized  very  closely 
beforehand,  using  in  one  instance  30-,  35-,  42-,  50-,  70-,  90-  and  120-mesh 
isieves.  The  fine  dust  is  not  sent  to  the  machine ;  the  other  products  are  treated 
one  at  a  time,  with  the  proper  speed,  and  yield :  heads  in  the  outer  troughs,  mid- 
dlings in  the  next  troughs  and  tailings  in  the  inner  troughs.  It  has  been  in- 
stalled at  the  Cam  Dochan  mine  in  North  Wales,  where  over  80%  extraction  is 
obtained  by  the  process,  also  at  the  Prussian  mine  in  Boulder  County,  Colorado. 
One  man  can  tend  three  or  four,  or  even  five,  machines,  each  treating  1 J  tons  per 
hour.  Australian  tailings,  assaying  7  to  8  pennyweights  gold  per  ton,  yielded  on 
a  test  at  one  operation:  First-class  concentrates,  assaying  7  ounces,  16  penny- 
weights, 9  grains  gold  per  ton ;  second-class  concentrates,  assaying  2  ounces,  12 
pennyweights,  6  grains  gold ;  and  tailings,  assaying  1  pennyweight,  7  grains  gold. 

A  centrifugal  machine  separating  coal  is  used  at  the  Queen  Mary  Colfieiy, 
Tiannisdorf.  It  includes  the  revolving  disc,  the  annular  trough  and  the  air  suc- 
tion."* 

ni.      AIR   JIGS. 

1 607.  The  Hooper  Pneumatic  Concentrator. — ^The  Perfected  Hooper 
Pneumatic  Concentrator,  which  is  lihe  modem  form  of  the  old  Paddock  Air  Jig, 
substitutes  air  for  water  as  a  pulsating  medium  for  effecting  separation. 

Following  are  the  essential  features  of  the  machine  (see  Figs.  477a  and  477&). 
Through  the  chamber  A  runs  a  rectangular  diaphragm  a.  This  diaphragm  is 
composed  of  an  outer  rim  of  leather,  the  sides  of  which  are  firmly  bolted  between 
the  upper  and  lower  sections  of  the  air  chamber.  Within  the  chamber  the  leather 
is  firmly  attached  to  a  strong  wooden  frame,  6,  which  is  divided  by  transverse 
wooden  braces  <?.  Between  these  braces,  and  attached  to  them,  are  two  rubber 
flaps  resting  upon  a  sheet  of  perforated  metal.  The  diaphragm  is  connected  toi 
two  eccentric  boxes,  B,  in  which  revolve  a  fixed  eccentric  attached  to  the  working 
shaft  C,  each  eccentric  being  cased  by  a  loose  eccentric  sleeve,  d,  which  can  be 
adjusted  and  held  by  a  set  screw,  e,  allowing  a  throw  of  i  to  1 J  inches.  A  move- 
ment is  thus  communicated  to  the  diaphragm  which  discharges  at  each  revolution 
an  air  blast  to  the  chamber  A,  which  blast  then  passes  through  the  fixed  dia- 
phragm 0,  also  arranged  with  rubber  flaps,  and  is  discharged  through  the  grated 
sieve,  g,  upon  a  broadcloth  bed,  f,  stretched  over  same.  Resting  upon  the  broad- 
cloth bed  is  the  concentrating  top  which  consists  of  two  sets  of  guide  strips,  run- . 
ninsr  diagonally  to  each  other  and  at  angles  of  30®  to  45**  with  the  side  of 
the  frame.  The  lower  set  of  strips,  E,  are  of  brass,  ^  inch  thick,  i  to  J  inch 
hiffh  and  5  to  1|  inches  apart,  depending  upon  the  material  to  be  treated-     The 
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upper  set  of  strips,  I,  called  skimmers,  run  upon  and  diagonally  across  the  lower 
set.     They  are  also  of  brass,  ^  inch  thick,  3|  inches  high  and  f  to  J  inch  apart. 


PIG.  477a. — ^PERSPECTIVE  OF  'i:hb  hooper  pneumatic  concentrator 


FIG.  477J. — ^longitudinal  section,     scale — I  INCH  =  1  FOOT. 

These  upper  strips  terminate  2  inches  from  the  left  or  discharge  side  of  the  top 
for  a  distance  of  23  inches  from  the  discharge  end,  thus  leaving  a  free  discharge 
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channel,  K,  for  the  gangne  or  tailings.  The  concentrating  top  may  be  removed 
from  the  concentrating  bed  at  will.  Any  desired  vertical  or  lateral  inclination 
of  the  concentrating  bed  is  obtained  by  means  of  a  universal  joint,  E,  which  is 
held  in  the  desired  position  by  means  of  two  clamps  situated  at  opposite  sides  of 
same,  as  shown  at  h.  The  maximum  inclination  toward  the  discharge  side  is  11^ 
and  that  toward  the  concentrating  side  6°,  depending  upon  tne  character  of  the 
ore  being  treated  and  the  mesh  to  which  it  has  been  sized.  As  a  general  rule  the 
larger  the  mesh  and  the  heavier  the  mineral,  the  greater  the  inclination  in  both  di- 
rections. The  crushed  ore,  after  being  closely  sized,  is  fed  from  a  hopper  (not 
shown)  placed  at  the  head  of  the  concentrating  bed.  This  hopper  is  adjustable  in 
position  and  it  is  provided  with  small  sliding  gates,  by  means  of  which  the  flow  is 
adjusted. 

It  will  be  evident  from  the  foregoing  that  when  crushed  ore,  composed  of  par- 
ticles of  different  gravities,  is  fed  upon  the  concentrating  bed,  the  pulsations 
through  the  broadcloth,  due  to  the  blasts  before  described,  cause  the  heavier  min- 
eral particles  to  be  thrown  to  the  bottom,  where  they  settle  down  between  the 
lower  metal  strips  and  are  thus  ^ided  toward  the  concentrates  side  of  the  table, 
the  lighter  or  gangue  material  being  thrown  to  the  top  where  it  is  subjected  to  suc- 
cessive skimming  actions  by  the  upper  set  of  metal  strips  and  thus  guided  in  the 
opposite  direction  toward  the  tailings  side  of  the  table.  After  the  bed  is  filled  to 
an  even  depth  of  ^  to  f  inch  and  the  resulting  products  of  concentrates,  middlings 
and  tailings  begin  to  flow  regularly  and  smoothly  over  the  discharge  end  of  the 
table,  they  are  guided  to  any  point  of  disposition  by  means  of  wooden  ffuide 
strips,  F.  It  is  found  that  the  various  minerals  contained  in  an  ore  classify  ac- 
cording to  their  specific  gravities,  the  heavier  mineral,  being  interrupted  in  itg 
flow  by  the  side  of  the  concentrating  top,  is  spread  out  in  a  well  defined  strip  by 
the  action  of  the  upper  skimmer,  the  next  heaviest  taking  its  place  beside  it,  etc. 
There  is  therefore  a  distinct  separation  of  all  the  minerals  should  there  be 
sufficient  variance  in  their  specific  gravity. 

To  obtain  the  best  results  the  ores  treated  should  be  below  2  mm.  and  should  be 
closely  sized,  say  through  a  20-mesh  screen  on  a  30-mesh,  through  30  on  40,  40 
on  60,  60  on  80,  80  on  120  and  120  on  250.  Of  course,  when  there  is  consider- 
able variance  between  the  mineral  and  gangue,  close  sizing  is  not  so  important. 
The  speed  of  the  machine  varies  from  350  revolutions  per  minute  in  the  case  of 
coarse  material  to  450  for  fine.  This  variation  in  speed  is  obtained  by  means  of 
cone  pulleys.  The  stroke  or  force  of  air  is  varied  by  the  length  of  eccentric  throw 
by  adjusting  the  eccentric  sleeves  before  described.  The  greater  the  throw  of  these 
eccentrics  the  stronger  the  air  blasts.  The  heavier  the  material  treated  the  heavier 
the  air  blast  required.  All  machines  are  now  supplied  with  an  adjusting  device 
by  means  of  which  the  throw  of  the  eccentrics  may  be  altered  at  will  without 
stopping  the  machine.  The  capacity  of  the  machine  varies  from  9  to  16  tons  per 
day  of  24  hours,  according  to  the  character  of  ore  treated,  and  the  horse  power 
required  varies  from  1\  to  2. 

When  the  ore  is  closely  sized,  it  is  claimed  to  separate  minerals  which  differ 
only  one  point  in  specific  gravity  and  even  less.  A  test  of  a  fiuorspar  ore  carry- 
ing lead  and  67%  zinc  yielded  in  three  successive  tests  94%,  97%  and  91% 
extractions  respectively. 

The  old  Paddock  jigs  were  run  for  five  years  at  the  Frisco  mill,  Utah,  on  ore 
containing  limestone,  quartz,  dolomite,  heavy  spar,  galena,  silver,  etc.,  from  the 
Carbonate  mine,  treating  thirty  tons  per  day,  concentrating  four  into  one.  The 
ore  was  closely  sized  and  the  coarser  middlings  re-treated.  An  average  day's 
work  on  June  20,  1881,  is  given  m  Table  366  to  show  what  the  machines 
accomplished. 
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TABLE  366 

. ^ASSAY 

OF  PADDOCK  JIG  PRODUCTS. 

Feed. 

Heads. 

Middlings. 

Tailings. 

Siieof  Feed. 

Lead.       SflTer. 
Percent  Os.  per  Ton 

Lead. 
Percent 

Silver. 
Oz.  per  Ton 

Lead. 
Percent 

Silver. 
Os.  per  Ton 

Lead. 

Silver. 
Oz.  per  Ton 

Jreroent 

1 A  fi\    90  m Aglh •••.....•••... 

14.8 
7.8 
8.0 

11.4 
9.9 

16.8 

88.M 
81.28 
85.08 
88.84 
88.78 
48.14 

88.0 
41.9 
88.8 
66.5 
48.4 
49.7 

60.00 
106.89 

«8.41 
186.20 
146.80 
160.70 

Trace. 

Trace. 

SOto  85      "    

4.5 
4.7 

8.60 
16.80 

8Sto   60      •*    

0.68 

60to  80      **    

8.18 

80  to  110     "    

Trace. 

110  to  140     **              

t» 

Be-treatfng  Middlings. 


80  to  86 mesh.. ■••*... ..tt. 

4.6 
4.7 

8.0O 
16.80 

87.0 
41.0 

78.03 
100.08 

Trauoe. 

Trace. 

86to  60      "         

0.67 

John  Heard^  Jr.,  found  on  antimony  ore  through  24  on  60  mesh  that  the  fol- 
lowing adjustment  did  the  best  work:  strokes  per  minute,  640;  length  of  stroke. 


pio.  478a. — SECTION  of  krom's  pneumatic  jig. 


\  inch;  length  of  jig  bed,  30  inches;  amount  fed  per  hour,  1,460  pounds;  slope 
from  feed  end  to  discharge  end,  1"^ ;  slopes  from  tailings  side  to  concentrates  sioe. 
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2^ ;  by  strict  attention  to  adjustments^  he  was  able  to  obtain  a  better  concentration 
than  had  been  made  in  the  wet  way  on  the  same  ore. 

The  machine  requires  not  only  that  a  constant  rate  of  feed  be  maintained  but 
that  the  per  cent,  of  concentrates  should  be  constant.  Otherwise  it  will  semd  con- 
centrates into  the  tailings  or  tailings  into  the  concentrates  both  of  which  can 
be  averted  only  by  constant  watching  and  adjustment.  One  man  can  tend  gix 
machines. 

The  modem  form  of  this  jig  is  used  successfully  to-day  for  graphite  and  garnet 
and  is  advocated  for  other  separations. 

§  608.  Krom's  Pneumatic  Jig.— (See  Figs.  478rt,  4786  and  478c.)— This  ma- 
chine consists  of  a  swinging  door  blower,  B,  with  check  valves  to  prevent  the  down- 
ward passage  of  air,  conveying  rapid  pulsations  of  air  into  the  tubes  f,  \  inch 
wide,  of  sieve  cloth,  through  the  sides  and  tops  of  which  it  is  discharged,  passing 
up  through  the  bed  0,  and  efffecting  the  separation  between  the  heavy  mineral  and 
the  gangue.  These  gauze  tubes,  /,  are  open  at  the  end  to  the  blower  to  receive  the 
wind,  and  on  the  under  side  to  prevent  them  from  choking  with  fine  ore.  They  are 
placed  at  -ft-,  J,  f ,  or  ^  inch  apart,  according  to  the  grade  of  ore  treated, — ^the 
finer  the  nearer.  The  ore  is  fed  in  through  a  hopper,  H,  passing  under  the 
adjustable  gate,  0,  forming  a  jigging  bed,  0,  and  discharging  tailings  over  the 
adjustable  tail  toward  A.  The  concentrates,  which  completely  fill  the  hutch,  C, 
settle  slowlv  and  are  discharged  by  the  regulated  roller,  R.    The  swinging-door 


FIG.  4786. — SECTION  OF  ORB 

BED  AND  SIEVE.  PIG.  478c. — PLAN  OP  SIEVE. 

blower  is  actuated  by  a  cam  on  the  shaft,  K,  with  six  projections  which  give  the 
downward  motion  through  an  arm  on  the  shaft,  /,  a  sprijng  which  gives  it  the 
quick  upward  pulsion,  and  an  adjustable  strap  which  limiis  the  amount  of  pul- 
sion. Upon  the  cam  is  an  adjustable  crank  pin  which  serves  as  a  pivot  for  a 
pawl  acting  upon  a  ratchet  wheel  to  drive  the  discharge  roller,  R.  The  roller, 
therefore,  acts  in  concert  with  the  blower.  The  distance  the  ore  travels  from  the 
gate,  0,  to  the  tail.  A,  is  only  five  inches ;  the  width  of  the  bed  is  4  feet.  The 
machine  is  run  with  420  to  500  pulsions  per  minute.  It  treats  ^  ton  per  hour, 
using  I  horse  power. 

It  appears  to  be  necessary,  according  to  theory,  to  si2e=the  feed  more  closely 
than  for  a  hydraulic  jig.  The  inventor  claims,  however,  that  tests  show  that  this 
is  not  true.  The  coarsest  size  claimed  as  capable  of  being  treated  by  this  machine 
is  6  mesh,  and  the  finest  size  is  140  mesh.  The  machines  are  run  in  practice  with 
two  successive  treatments,  the  roughers  and  the  finishers;  the  roughers  make  for 
clean  tailings  and  the  finishers  for  clean  headings. 

At  Star  Canon,  Nevada,  66,800  pounds  of  ore  from  the  DeSoto  mine,  assaying 
$72.24  per  ton  in  silver,  making  a  total  value  of  $2,412.81,  yielded  results  shown 
in  Table  366. 

TABLE  366. — PRODUCTS  PROM  KROM  JIG  ON  DESOTO  ORE. 


^  mount. 
Pounds. 

Value  per  Ton. 

Total  Vahie. 

No.  1  mineral 

1,018 
1,008 
515 
11,MB 
14.618 
8,880 

1728.71 
M87.57 
1,804.54 
188.17 
898.96 
1,007.47 

I886.04 
048.40 

8,148.07 
1  819.79 

No  Smlneral..... 

No.  Smineral 

DuBt 

TV>tal  with  dust 

Total  without  dust 

(a)  There  is  a  sliirht  inoonsistency  in  the  Talues  on  this  line,  but  no  data  Is  available  to 
~  not  affect  the  result  appreciably. 
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Where  the  dust  was  put  with  the  concentrates  the  extraction  was  89.05%.  If, 
however^  it  is  not^  the  extraction  is  only  54.70%.  It  is  clear  that  the  dust  could 
not  be  put  with  the  concentrates  except  when  it  was  rich. 

In  the  same  mill^  3,260  pounds  of  silver  ore  from  the  Seminole  mine,  assaying 
$4.84  per  ton,  making  a  total  value  of  $7.88,  yielded  products  as  shown  in  Table 
367. 

TABLE   367. — KROM   JIG  BBSULTS  ON   SEMINOLE  OBE. 


Amount  of 
Product. 

AnayperTon. 

Total  YateM. 

No.  1  mimvAl 

Founds. 
S5 
49 

48 

I8S.8S 
86.87 

186.10 
88.11 

10.88 

8.84 
6.84 

NaSmineral 

No.  8  mineral 

The  extraction  was  79%.     In  this  case  the  dust  was  probably  of  little  value,  and 
where  that  is  true  the  objection  stated  below  does  not  hold. 

According  to  John  Heard,  Jr.,  the  capacity  of  a  single  jig  is  about  300  pounds 
per  hour,  not  including  dust,  which  amounted  to  17%. 

The  disadvantages  under  which  this  machine  appears  to  labor  are  that  it  has 
no  power  of  self -regulation,  and  it  provides  no  means  of  treating  dust.  The  lack 
of  self-regulation  causes  the  machine,  if  fed  more  rapidly  than  normal,  to  lose 
concentrates  in  the  tailings  and  if  fed  less  rapidly,  to  contaminate  the  concen- 
trates with  the  tailings.  And  again,  if  the  feed  be  regular  in  quantity,  but  the 
percentage  of  concentrates  variable,  then  the  rise  in  percentage  will  enrich 
the  tailings  and  the  fall  will  contaminate  the  heads.  It  misses  the  epproximate 
self -regulation  which  is  true  of  hydraulic  jigs,  which  tides  them  over  the  times 
between  the  visits  of  the  attendant.  The  machine's  strongest  claim  is  that  it  is 
suited  to  a  dry  climate  where  water  cannot  be  obtained. 

§  609.  Dry  Blanket. — ^A  primitive  method  of  winnowing  and  concentrating 
ore  dry  upon  a  blanket,  exists  in  some  parts  of  Mexico.  Two  men  roll  and  toss  the 
finely  broken  ore  in  a  blanket,  exposing  it  to  the  action  of  the  wind.  The  finest 
portion  is  blown  away ;  the  rich  portions  of  horn  silver  and  metallic  gold  become 
entangled  in  the  hair  of  the  blanket,  while  the  poorer  part  is  turned  oflE. 

Dry  Panning. — ^A  method  of  dry  panning  combined  with  hand  picking,  win- 
nowing and  blowing  with  the  mouth,  is  used  in  the  placer  gold  fields  of  Western 
Australia.**' 

§  610.  Advantages  op  Air  as  Compared  with  Water. — The  chief  claim  for 
favor  is  in  the  ready  accessibility  of  a  medium  of  separation,  without  the  cost  of 
pumping,  especially  in  dry  climates.  It  also  gives  no  trouble  from  freezing  in  cold 
weather,  has  no  harmful  chemical  action  on  the  products,  and  its  products  are  dry 
and  ready  to  ship.  Where  the  rich  mineral  is  of  very  high  value  and  also  soft 
and  britile,  as  in  tellurides,  gray  copper  and  other  ores,  it  is  easy  to  draw  off  and 
settle  dust,  rich  enough  to  ship,  by  the  dust  chamber.  This  may  give  a  greater 
saving  than  the  wet  method,  which  has  greater  losses  in  tailings  and  greater  difS- 
culty  in  settling  fine  slimes.  The  greasy  flotation,  which  causes  some  loss  and 
much  trouble  with  the  water  treatment,  does  not  occur  with  air.  The  cohesion 
between  mineral  particles  and  the  medium  is  less  in  the  case  of  air  than  in  water. 
The  enveloping  film  (see  §  369),  is  probably  thinner  and  more  easily  brushed 
away.  This  is  an  advantage  only  in  settling  finer  particles.  The  lightness  of 
the  air  admits  of  a  higher  number  of  pulsions  per  minute  than  with  water,  and 
this  has  to  be  taken  advantage  of  in  order  to  bring  up  the  capacity  to  that  of  a 
hydraulic  jig,  working  upon  similar  material. 

§  611.  Disadvantages  op  Air  as  Compared  with  Water. — ^Air  and  water: 
may  be  said  to  be  between  the  extremes,  namely,  a  vacuum  where  density  equals  0,; 
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in  which  quartz  and  galena  settle  at  the  same  rate,  at  one  end  of  the  series,  and  a 
heavy  solution  of  the  same  specific  gravity  as  quartz,  in  which  the  quartz  will  fail 
to  settle  at  all,  at  the  other  end.  The  proportional  rates  of  settling  are  ex- 
pressed by  Table  368.  They  are  calculated  according  to  Rittinger^s  formula  for 
rates  of  settling  in  mediums  of  different  densities,  which  is  the  best  formula 
known  to-day  for  larger  sizes  of  grain,  and  gives  results  sufl&ciently  accurate  for  - 
this  purpose. 

TABLE  368. — RATES  OP  SETTLING  IN  DIFFERENT  MEDIUMS. 


Densi^  of  Medium. 

Proportional  VelociUes  of  Settliuff  oi 
Particles  of  Equal  Diameter. 

QuarU. 

Galeoa. 

0          (▼Acuum)  

1 
1 
1 
0 

1 

9.88 

4.06 

Infinity. 

0.00195  (air) 

1           (water) 

9.07      (heavy  eolution) 

It  will  be  further  noticed  that  the  figures  in  the  galena  column  of  Table  36S 
are  also  the  free  settling  ratios  (see  §  356)  between  the  diameters  of  galena  and 
quartz  particles  which  are  equal  settling  in  the  different  mediums.  The  separa- 
tion in  the  heavy  solution  is  obviously  very  easy,  while  in  vacuum  no  separation 
takes  place.  The  settling  ratio  of  quartz  and  galena  in  water,  which  is  nearer  to 
the  heavy  solution,  is  much  more  favorable  than  in  air,  which  is  further  removed. 

Owing  to  the  higher  friction  of  particles  settling  in  water  and  also  the  higher 
specific  gravity  of  water,  which  gives  greater  buoyancy,  the  velocity  of  current 
need  not  be  go  great  as  with  air.  In  other  words  the  effect  of  density  in  water  is 
equivalent  to  the  effect  of  velocity  in  air. 

In  water  concentration  graded  crushing  is  advantageous,  since  the  coarser 
sizes  and  the  dust  are  easily  treated ;  the  reverse  is  true  in  the  use  of  air,  which 
cannot  be  used  with  coarse  sizes,  and  the  fine  crushing  makes  much  dust  which 
cannot  be  as  well  treated  as  by  water. 

With  water,  the  film  surface  treatment  is  a  natural  method  of  separation. 
With  air,  it  is  a  difficult  method  and  hard  to  control ;  in  fact,  only  one  machine 
using  this  idea  is  known  to  the  author. 

Water  disintegrates  clayey  matter  and  dissolves  soluble  salts,  freeing  the  par- 
ticles cemented  by  them.  In  both  cases  the  particles  are  left  free  for  individual 
treatment.     Air  effects  neither  of  these  results. 

Air  requires  that  the  whole  batch  should  be  made  perfectly  dry  at  the  start, 
which  may  be  a  costly  operation.  Water  concentration  at  most  requires  only  that 
the  concentrates  should  be  dried  preparatory  to  shipping  them. 

Fine,  dry  particles  adhere  to  coarser  grains  more  or  less  and  may  contaminate 
the  waste  product  with  rich  mineral  or  lower  the  value  of  the  concentrates  with 
poor  mineral.  This  adhesion  may  or  may  not  be  caused  by  electricity.  Reason- 
ing from  what  takes  place  in  some  of  the  manufactories,  analogy  would  seem  to 
point  to  it  as  the  cause.  In  the  case  of  coal  there  are  several  records  of  cases 
where  the  dry  method,  by  blowing  air,  gave  less  adhering  dust  than  the  water 
concentration. 

Since  air  jigs  are  all  pulsion  jigs,  not  using  suction  at  all,  and  since  the  diam- 
eter ratio  for  quartz  and  galena,  for  example,  when  settling  freely  in  air,  is  lesfi 
than  in  water,  it  follows  that  the  feed  to  air  jigs  should  be  more  closely  sized  than 
for  hydraulic  jigs,  and  this  sizing  will  of  necessity  reach  much  finer  sizes.  It 
seems  to  the  author  that  the  work  of  the  air  jig  is  crippled,  when  compared  with 
the  hydraulic  jig,  by  the  lack  of  its  ability  to  use  suction.  A  probable  reason  for 
the  absence  of  suction  is  the  greater  clearance  loss  between  pulsion  and  sue- 
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tion  in  air^  which  is  due  to  the  elasticity  of  the  air^  and  which  does  not  exist  in 
water. 

Since  air  diffuses^  while  water  seeks  its  own  level,  the  air  is  robbed  of  one  of 
the  principles  which  helps  the  hydraulic  jig  to  be  self-regulating.  Since  a  hy- 
draulic jig  can  have  upon  its  sieve  a  bed  of  mineral  which  permits  grains  that 
rightly  beloug  in  the  hutch  to  go  there,  and  causes  grains  that  belong  in  the 
tailings  to  be  held  up  and  sent  there,  while  the  air  jig  cannot  have  a  bed  acting  in 
that  way,  the  air  jig  loses  a  second  important  means  of  being  made  self-regu- 
lating. 

Separation  by  Centrifugal  Force. 

§  612.  Centrifugal  force  attracts  the  attention  of  the  ore  dresser  along  sefveral 
different  lines. 

The  formulflB  for  centrifugal  force*  are 


F  = 


WV* 


v= 


9  ^ 


=  0.000341  X  WHIP 
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where  F  =  centrifugal  force  in  pounds,  W  :=  weight  in  pounds,  V  =  peripheral 
velocity  in  feet  per  second,  g  =  32.2,  R  =  radius  in  feet,  and  N  =  revolutions 
per  minute. 

The  formulae  given  by  Rittinger*^*  depend  upon  a  function  which  he  himself 
showed  was  less  reliable  for  small  particles  than  for  large.  The  author,  under 
free  settling,  has  shown  that  the  computed  velocity  varies  greatly  from  the  ob- 
served velocity.  Centrifugal  force  appears  to  be  adapted  only  for  use  with  very 
fine  sizes,  where  the  computation  errors  would  be  very  large.  On  these  accounts 
the  author  has  not  reproduced  the  formulse  developed  oy  Rittinger. 

If  water  in  a  cylinder  be  rotated  rapidly  around  the  axis  of  the  cylinder,  fall- 
ing particles  of  mineral  matter  will  be  thrown  toward  the  walls  by  centrifugal 
force.  Of  two  particles  of  the  same  size  but  of  different  specific  gravity  the 
heavier  will  move  more  rapidly  toward  the  wall;  of  two  particles  of  the  same 
specific  gravity  but  of  different  diameters  the  larger  will  move  more  rapidly  to- 
ward the  wall.  The  following  idea  which  may  offer  suggestion  in  some  design  is 
added  here :  under  ordinary  conditions  a  cubic  centimeter  of  water  weigihs  1  gram, 
a  cubic  centimeter  of  quartz  2.65  grams,  and  of  copper  8.2  grams.  The  cubic  cen- 
timeter of  copper  therefore  weighs  5.55  grams  more  than  that  of  quartz.  If  these 
eubstances  were  all  put  in  a  centrifugal  machine  and  re- 
volved with  sufficient  force  to  make  the  cubic  centimeter  of 
water  have  a  virtual  weight  of  100  grams,  then  the  quartz 
would  weigh  265  grams  and  the  copper  820  grams,  or  the 
copper  would  now  weigh  655  grams  more  than  the  quartz. 
The  author  thinks  that  as  the  ratios  are  all  maintained  the 
conditions  of  separation  remain  not  greatly  changed  from 
free  settling  conditions. 

The  application  which  seems  most  attractive  for  ore 
separation  is  that  of  the  cream  separator,  and  a  ejood  ex- 
ample is  the  ''Alpha''  DeLaval  Cream   Separator   (Fig. 
479).     A  little  bottle-shaped  cylinder  about  9  inches  in   ^O-  479.— oentrip- 
diameter  revolves  upon  a  vertical  axis    at    higrh    speed       ugal  separator. 
(6,000  revolutions  per  minute  more  or  less).     The  neck  a  of  the  bottle  is  per- 
haps one-quarter  the  diameter  of  the  bottle.     The  milk  is  fed  by  a  central  tube, 

^  See  Kent's  '*  Mechanical  En^neers'  Pocketbook/'  p.  428. 
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h,  in  a  vertical  stream  which  impinges  on  the  bottom  of  the  bottle  and  is  instantly 
thrown  to  the  circumference,  assuming  the  shape  of  a  hollow  cylinder  with  an 
almost  /ertical  inner  wall.  As  more  milk  is  fed  the  hollow  central  space  nar- 
rows until  it  is  coincident  with  the  inside  of  the  neck  of  the  bottle;  further 
feeding  of  milk  causes  an  overflow  all  around  at  the  mouth.  The  centrifugal 
force  separates  the  heavy  part  (milk)  from  the  light  part  (cream) ;  the  latter 
rises  or  seeks  the  center,  me  former  settles  or  seeks  the  circumference.  It  fol- 
lows that  the  cream  overflows  at  the  nozzle,  c,  while  the  milk  flows  out  through 
the  little  tubes,  dd.  The  perforated,  conical  diaphragms,  ee,  serve  to  keep  the 
particles  in  their  respective  radial  positions^  preventing  the  remixing  of  the 
already  separated  fluids. 

•  So  perfectly  does  this  principle  work  for  liquids  that  it  has  become  the  standard 
method  of  separation  of  cream  from  milk  for  creameries  and  dairies,  tliere  are, 
however,  two  features  which  must  be  reckoned  with  in  the  design  of  machines 
for  ore  separation :  (1)  It  can  at  most  act  only  as  a  method  of  settling  particles 
from  water,  and  is  probably  identical  in  behavior  with  free  settling  conditions, 
differing  only  from  that  method  in  the  extreme  rapidity  of  its  action;  (2)  the 
heavier  particles  thrown  to  the  circumference  immediately  form  a  hard  cake, 
which  cannot  flow  and  discharge  like  the  milk  but  must  be  removed  in  some  way. 
These  features  are  the  chief  reasons  for  the  difficulty  which  has  been  experienced 
in  adapting  centrifugal  force  to  the  concentration  of  ores. 

The  Peck  Centrifugal  Concentrator^**  is  a  slightly  conical  drum  revolving 
on  a  horizontal  axis.  It  is  8  feet  long,  33  inches  in  diameter  at  the  small  end  apd 
40  inches  at  the  large  end.  Within  this  is  a  drum  of  a  little  smaller  diameter 
than  the  outer  one.  The  outside  drum  is  run  at  a  speed  of  600  to  800  revolutions 
a  minute,  and  fine  pulp  fed  at  the  small  end  is  thrown  against  the  walls  by  cen- 
trifugal force.  This  force  causes  the  heavy  minerals,  for  example  pyrite,  to 
cling  to  the  cylinder,  while  the  flow  of  water  carries  out  the  lighter  minerals,  for 
example  quartz,  at  the  discharge  end  of  the  drum.  As  the  layer  of  concentrates 
increases,  the  wooden  drum  is  automatically  withdrawn,  keeping  a  distance  of 
about  }  inch  between  it  and  the  newly  formed  bed  of  concentrates.  The  ma- 
chine becomes  charged  with  concentrates  after  running  from  5  to  18  minutes, 
depending  on  the  ore.  The  feed  is  then  stopped,  the  speed  of  the  machine  is 
reduced  to  200  revolutions  a  minute,  and  clear  water  is  introduced  to  wash  out 
the  concentrates,  which  takes  2  to  3  minutes.  The  machine  requires  much 
power,  and  must  be  fed  with  pulp  of  an  exact  consistency.  It  is  intended  for 
very  fine  pulp,  on  which  it  is  said  to  do  successful  work,  but  it  is  not  adapted  to 
ore  coarser  than  about  80-mesh. 

The  Papb-Hbnnebero  and  Clarkson-Stanfield  Machines  (see  §  605  and 
§  606)  use  centrifugal  force  upon  dry  sand  to  throw  the  particles  in  a  horizontal 
direction,  to  make  a  separation  based  on  the  different  trajectories  of  grains  of 
higher  and  of  lower  specific  gravity.  Centrifugal  force,  as  such,  plays  no  special 
part  beyond  that  indicated  above. 

Woodworking  shops  use  exhaust  fans  to  draw  away  dust  from  their  machines 
and  from  sweepings,  and  a  conical  spiral  centrifugal  separator  to  separate  the 
chips  and  dust  from  the  air,  which  is  discharged  comparatively  free  from  dust. 
It  is  possible  that  this  fan  and  centrifugal  dust  settler  may  be  worked  into  some 
of  the  problems  of  ore  dressing;  also  that  in  the  same  connection  the  use  of  static 
electricity  of  high  potential  to  clot  the  dust  particles  together  after  the  manner 
of  snowflakes  may  be  available. 

Roasting  for  Porosity. 

§  613.  Certain  minerals,  such  as  pyrite,  become  porous  by  roasting.  Their 
virtual  specific  gravity  (that  is,  the  specific  gravity  of  the  porous  mass)  is  thereby 
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decreased  sufficiently  for  separations  previously  imposaible.  The  two  most 
common  examples  are  the  separation  of  arsenopyrite  and  pyrite  from  cassiterite^ 
and  the  separation  of  pyrite  from  blende.  In  the  Cornish  tin  concentration 
works,  the  concentrates,  consisting  of  cassiterite,  arsenopyrite,  pyrite  and  wolfram- 
ite, are  roasted  in  revolving  furnaces  to  change  the  dense  sulphides  into  the  light 
and  porous  oxides,  which  are  then  washed  away.*""*"  **•  Formerly,  the  remain- 
ing heavy  product  (cassiterite  and  wolframite)  was  then  roasted  with  sodium 
carbonate  or  sulphate  (on  an  iron  hearth)  to  decompose  the  wolframite;  the 
sintered  mass  was  leached  with  water  to  remove  the  soluble  8odium  tungstate, 
once  more  the  residue  washed  for  the  removal  of  the  porous  oxides  of  iron  and 
manganese  that  result  from  the  decomposition  of  the  wolframite,  thus  com^ 
pleting  the  mechanical  purification  of  the  cassiterite.  This  last  process,  however, 
has  b^n  *given  up  on  account  of  the  cost.  Moreover,  of  late  years,  wolframite 
has  become  less  abundant  in  tin  ores,  and  when  it  does  occur,  it  is  hand  picked  as 
far  as  possible. 

At  Ammeberg,  Sweden,  in  the  works  of  the  Vieille  Montague  Company,*** 
(see  §  674),  coarse  ore,  containing  pyrite  and  blende,  is  roasted  in  kilns  at  a  tem- 
pcfrature  that  bums  the  pyrite  to  the  light,  porous  oxide  of  iron,  but  leaves  the 
blende  unchanged.  This  iron  oxide  is  easily  washed  away  from  the  more  dense 
and  heavy  blende ;  whereas  the  separation  of  pyrite  and  blende  is  very  difficult. 
At  the  works  of  the  Wisconsin  Lead  and  Zinc  Company,  Blake  **^  designed,  for 
this  purpose,  a  rotating  step-hearth  reverberatory  furnace  in  which  the  control  of 
heat  and  the  avoidance  of  sintering  is  more  perfect  than  in  the  kiln. 

Heating  for  Decrepitation. 

§  614.  Certain  crystallized  minerals,  such  as  calcite,  barite  and  fluorite,  decrep- 
itate (lly  to  pieces)  to  a  remarkable  extemt  when  heated,  while  other  minerals 
(especially  the  amorphous  varieties)  do  not  have  this  property.  Consequently, 
careful  heating  in  connection  with  screening  may  serve  to  make  a  separation  of 
minerals  whose  specific  gravities  are  so  near  each  other  as  to  render  separation  in 
the  ordinary  way  difficult  or  impossible.  Even  crystalline  barite  and  blende  have 
been  separated,  the  barite  decrepitating  at  a  lower  temperature  than  blende.  For 
the  application  of  this  principle,  Heusschen**'  has  designed  a  furnace  in  which 
an  inclined  metallic  hearth,  suspended  from  above,  is  heated  beneath  by  the  hot 
gases  from  a  grate  fire.  Ore  is  regularly  fed  upon  the  upper  end  of  the  hearth, 
and  is  moved  forward  by  means  of  a  shaking  motion  imparted  to  the  hearth  by  a 
cam.  When  a  mixture  of  barite  and  blende  from  wet  concentration,  sized 
through  a  3-mm.  and  on  a  1-mm.  screen,  was  heated  in  this  furnace  the  barite 
decrepitated  but  not  the  blende.  The  two  minerals  were  then  separated  by 
screening,  the  blende  remaining  on  the  screen  and  the  barite  going  through.  In 
24  hours  one  furnace  treated  1,526  kilos,  assaying  34%  zinc;  and  the  concen- 
trates weighed  1,105  kilos,  aseajring  48%  zinc,  while  the  rejected  barite  carried 
only  2%  zinc.  The  percentage  of  barite  in  the  concentrates  is  not 
stated.  With  a  mixture  of  blende  and  siderite  heated  to  500®C.  the  siderite 
(FeCOa)  was  changed  to  oxide  of  iron  without  decrepitating,  while  the  blende 
decrepitated;  and  a  separation  was  then  made  by  screening,  the  percentage  of 
zinc  being  raised  from  39%  to  50%.  A  mixture  of  blende  and  pyrite  gave  sim- 
ilar results. 

In  other  tests,**^  in  which  100-pound  lots  of  ore,  sized  through  5  on  3  mm., 
were  heated  in  covered  cast  iron  pans,  with  occasional  stirring,  a  good  separation 
was  made  between  barite  and  gray  copper.  The  original  ore  contained  76  to 
80%  barite  and  4  to  5.5%  copper,  while  the  concentrates,  which  weighed  from 
20  to  22%  as  much  as  the  original  ore,  contained  from  20  to  20.5%  copper. 
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DifllNTBORATINQ   FOLLOWED   BY    SCREENING. 

§  615.  Ores  may  contain  minerals  of  such  different  friability  that  a  fair  sep- 
aration can  be  made  by  careful  crushing  in  connection  with  screening.  At  Lin- 
torf,  Prussia^  a  mixture  of  blende  and  pyrite  between  10  mm.  and  6  mm.  in  size 
was  fed  to  a  Vapart  disintegrator  (§  244)  run  at  300  revolutions  a  minute. 
This  reduced  the  blende  much  more  Uian  the  pyrite,  so  that  about  80%  of  the 
former  was  separated  by  screening.  The  oversize  of  the  screen  was  sent  a  sec- 
ond time  to  a  disintegrator  run  at  325  revolutions  a  minute,  after  which  practi- 
cally all  the  remaining  blende  was  screened  out.  The  feed  to  the  disintegrator 
carried  less  than  35%  zinc,  and  the  concentrates  contained  50  to  55%  zinc, 
while  the  pyrite  tailings  contained  zinc  only  in  included  grains.***  When  ore 
through  25  on  20  mm.  was  fed  to  a  disintegrator  run  at  400  revolutions  a  minute, 
the  blende  was  reduced  to  3  mm.  and  finer  while  the  pyrite  was  but  little  broken. 

At  Chuquicamata,  about  140  miles  from  Antofagasta,  Chili,  is  a  large  deposit 
of  porphyry  in  various  stages  of  decomposition,  which  contains  atacamite  and  a 
little  copper  sulphate.  The  ore  breaks  up  a  good  deal  In  handling,  and  the 
method  of  treatment  consists  simply  of  screening  it  in  two  trommels,  the  first 
being  about  12  or  15  mesh  and  the  second  about  6  mesh.  Stuff  below  6  mesh 
is  concentrates;  the  remainder  is  rejected.  The  ore  averages  about  3  or  4% 
copper,  the  concentrates  about  12  to  16%  copper,  and  the  middle  size  (through 
12  or  15  mesh  on  6  mesh)  probably  about  8  to  12%  copper.  The  concentrates 
amount  to  only  8  or  10%  of  the  ore  by  weight,  and  therefore  they  do  not  contain 
more  than  33  to  40%  of  the  total  copper. 

DiSINTBOBATING  FOLLOWED  BY  SETTLING  OR  ElUTRIATION. 

This  method,  which  is  applied  to  graphite,  corundum  and  clay,  is  discussed  in 
§  784,  §  785  and  §  786. 

Weathering. 

§  616.  Some  rocks  disintegrate  quite  rapidly  on  exposure  to  the  weather,  not-; 
ably  those  of  a  clayey  or  marly  character,  and  certain  altered  volcanic  rocks. 
Frequent  frosts  and  either  the  absorption  or  evaporation  of  water  are  especially 
active  causes  of  this  weathering.  Two  instances  may  be  noted  in  which  advan- 
tage is  taken  of  this  fact  for  the  purpose  of  concentration.  The  'Tblue  ground" 
in  which  are  found  the  diamonds  of  Kimberley,  South  Africa,  is  an  altered 
peridotite.  After  mining,  it  is  spread  out  about  10  inches  deep  on  immense 
^'floors,"  which  are  simply  open  ground  cleared  of  grass,  brush  and  loose 
atones.***  The  first  treatment  consists  in  running  harrows  back  and  forth 
between  two  traction  engines  placed  several  hundred  yards  apart.  Most  of  the 
lumps,  which  at  first  are  compact,  gradually  disintegrate  and  fall  to  pieces. 
After  a  certain  period  the  most  refractory  lumps  are  collected  and  taken  to  the 
dressing  works  to  be  crushed,  sized,  jigged,  etc.  What  remains  on  the  floors 
is  then  harrowed  again,  and,  if  there  has  not  been  enough  rain,  the  rook  is  wetted 
by  hose,  there  being  a  complete  system  of  pipes  for  this  purpose.  After  another 
period  of  weathering  the  rock  is  shipped  to  the  dressing  works.  The  time 
required  to  weather  the  rock  varies  from  three  months  to  a  year  or  more,  depend- 
ing on  the  season  and  on  the  mine  from  which  it  comes.  Attempts  have  been 
made  to  treat  the  ^T)lue"  by  direct  crushing  without  weathering,  but  it  was  found 
that  some  of  the  diamonds  were  broken  in  passing  through  the  rolls  and  the  losses 
in  the  tailings  were  high.^** 
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Near  Meronitz,  Bohemia,  there  is  a  bed  of  garnet-bearing  argillaceous  con- 
glomerate which  disintegrates  so  much  by  three  months'  exposure  to  the  weather 
that  it  can  be  washed  to  obtain  the  garnets  without  having  to  be  crushed.  The 
chief  cause  of  decomposition  in  this  case  is  the  rapid  oxidation  of  pyrite  in  the 
form  of  small  fossils  abundantly  distributed  through  the  rocf  ® 

Adhesion. 

§  617.  At  the  De  Beers  Diamond  Dressing  Works,  in  South  Africa,  Eirsten 
and  Labram'^*^  have  devised  a  special  method  to  extract  the  diamonds  from  the 
£nal  jig  concentrates  (of  which  the  diamonds  constitute  about  2%).  The  ma- 
chine used  is  a  light  side-shaking  table,  covered  with  a  particular  kind  of 
grease,  to  which  the  diamonds  adhere  while  all  the  other  minerals  are  washed 
into  the  discharge.  When  the  grease  is  removed  and  melted  the  diamonds  sink 
to  the  bottom  of  the  vessel.  In  the  first  test  of  the  table,  made  with  the  finest 
sand  size  (through  ^-  on i^ -inch  round  holes),  out  of  6,601  carats  of  diamonds 
contained  in  the  lot  treated,  only  111  carats  (or  1.68%)  went  into  the  tailings. 
In  the  second  test,  with  material  from  f  to  ^  inch  in  size,  out  of  19,031  carats  of 
contained  diamonds  only  40.25  carats  (or  0.21%)  went  into  the  tailings.  This 
method  is  intended  to  displace  hand  picking. 

Adhesion  also  serves  to  catch  and  retain  gold  upon  amalgamated  plates.  This 
subject  is  treated  in  Chapter  XVII. 

The  Elmobe  Process.* — If  the  pulp  which  has  passed  through  a  30-mesh 
screen  be  agitated  with  a  layer  of  oil  so  as  not  greatly  to  disturb  the  latter,  the 
oil,  havings  an  adhesive  aflSnity  for  many  bright  metallic  particles,  sulphides  and 
certain  otner  materials,  wets  them  and  holds  them  up  in  the  oil  layer  while  the 
quartz  and  other  rock  grains  are  not  wetted  by  the  oil  and  remain  in  the  water 
layer  beneath.     The  oil  should  not  be  shaken  to  an  emulsion  with  the  water. 

The  materials  adapted  to  being  saved  by  oil  include  metallic  gold,  silver  and 
copper,  copper  and  iron  pyrites,  bomite  and  gray  copper,  brittle  and  ruby  silver, 
tellurides,  cinnabar,  stibnite,  galena,  molybdenite,  graphite  and  sulphur.  Spe- 
cific gravity  does  not  directly  affect  the  separation  as  copper  pyrites  may  be  sep- 
arated from  magnetite  and  heavy  spar  and  probably  also  from  zinc  blende  by  oil, 
as  also  bomite  from  garnet.  These  separations  are  practically  impossible  by 
water. 

The  oil  preferred  is  residuum  (0.89  specific  gravity)  after  distilling  the 
lifirhter  burning  and  lubricating  oils  from  crude  petroleum.  The  temperature 
preferred  for  3ie  treatment  is  54**  to  57 °F.  If  the  oil  is  too  thin,  it  can  be 
thickened  by  mineral  butter  and  if  too  thick,  it  can  be  thinned  by  lighter  oil. 
The  viscosify  is  all  important ;  the  thinner  the  oil  the  less  is  its  power  to  catch 
and  hold  the  concentrates.  Theoretically,  the  oil  can  float  only  10%  of  its 
weiqrht  of  chalcopyrite,  but  practically  it  is  found  to  lift  20  to  28%  owing  to  air 
bubbles  or  other  cause.  The  quantity  of  oil  used  on  an  ore  containing  7% 
sulphides  is  about  equal  to  the  weight  of  the  ore;  an  increase  of  concentrates, 
however,  requires  an  increase  of  oil  to  float  it.  The  recovery  is  so  complete, 
however,  that  only  1 J  to  2 J  gallons  of  oil  per  ton  of  ore  treated  are  finally  lost. 
This  win  be  increased  if  the  percent,  of  concentrates  is  high.  The  lowest  quo- 
tation of  cost  of  the  oil  is  2  to  5  cents  per  gallon,  the  highest  17  cents  per  gallon. 

The  details  of  the  process  are  as  follows :  The  pulp,  after  bring  crushed  to  30 
mesh,  is  fed  to  a  mixer,  with  about  5  tons  of  water  per  ton  of  dry  sand,  and  oil 
is  fed  a  little  v^ay  in  from  the  receiving  end  at  a  point  found  by  practice.  The 
mixer  is  a  revolving  horizontal  drum  with  a  helical  rib  running  from  end  to  end 

^Jngt.  J»n.  and  Jfe«.«  Vol.  Vm.,  (1900X  p.  879.  C.  M.  Rolker.    Min.  Ind.,  Vol.  IX.,  (1901),  p.  777.  W.  McDermott 
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acting  as  a  conveyor.  Between  the  coils  are  placed  low  lengthwise  blades  which 
lift  the  pulp  to  the  surface  and  bring  it  in  contact  with  the  oil  layer  giving  good 
exposure  of  the  values  to  the  adhesive  power  of  the  oil.  The  delivery  end  of 
the  mixer  has  an  annular  disc  with  perforations  to  prevent  the  discharge  from 
being  too  rapid*  The  oil  with  its  catch  is  separated  from  tiie  pulp  by  a  settling 
box.  The  pulp  goes  to  a  second  mixer  and  again,  if  necessary,  to  a  third.  The 
concentrates,  laden  with  oil  from  the  three  mixers,  go  to  the  first  centrifugal 
hydro-extractor  with  an  annular  disc  top  and  solid  sides,  revolving  800  times  per 
minute.  It  is  charged  with  winter  which  stands  as  a  vertical  wail  when  the  oil 
and  concentrates  are  fed  into  it.  The  oil  floats  on  the  water  and  overflows  the 
annular  disc  lip  while  the  concentrates  are  thrown  out  through  the  water  form- 
ing a  band  all  around.  The  machine,  when  charged,  is  stopped  and  the  concen- 
trates are  run  into  a  second  smaller  centrifugal  hydro-extractor  with  perforated 
revolving  basket;  the  concentrates  remain  in  this  aud  the  water  and  oil  are 
thrown  out  through  the  perforations.  The  concentrates  are  ready  for  market; 
the  oil  goes  to  settling  store  tanks  to  be  used  over ;  water  is  drawn  off  from  the 
bottom  of  these  tanks  from  time  to  time.  The  small  amount  of  oil  left  in  the  con- 
centrates does  not  injure  them  for  smelting  purposes. 

The  cost  is  that  of  crushing  to  30  mesh  with  the  cost  of  oil  lost  and  the  run- 
ning of  mixers  and  centrifugal  machines. 

The  advantages  are:  it  has  a  smaller  consumption  of  water  than  the  wet 
methods;  it  yields  cleaner  heads  and  tailings  than  most  wet  processes;  it  sepa- 
rates some  ores  that  cannot  be  otherwise  separated.  The  disadvantages  are: 
it  requires  careful  adjustment  of  the  quality  of  oil  which  will  vary  some- 
what with  the  temperature,  of  the  quantity  of  oil  and  water^  of  the  distance  into 
the  mixer  to  feed  the  oil.  Oxidized  or  tarnished  ore  or  tailings  will  require  to 
be  rebroken  to  expose  fresh,  bright  surfaces  before  treatment  with  oil. 

A  comparison  of  jigs  and  vanners  on  52,000  tons  with  the  Elmore  process,  on 
706  tons  of  ore  treated  at  the  Glasdir  mine,  Wales,  (see  §  781),  showed  figures 
as  follows: 


Artnge  naaaj  valiM  of  ore  treated,  per  ton 

Averace  pereent  copper  in  oonoentrates 

Average  ounoes  ailTer  per  ton  oonoentrates , 

Averace  ounces  gold  per  ton  concentrates. 

ATcrage  assay  Talne  of  a  ton  of  concentrates  . . . 
Average  assay  vahie  reooTored  per  ton  treated  . 
Average  percentage  value  recovered 


Jigs  and  Vanners. 

Ebnore  Process. 

£1.1S.0 

£1.18.0 

4.771 

10.00 

8.897 

8.25 

0.606 

0.88 

£4.10.7 

£19.16.0 

£0.  4.7 

£1.10.9 

14.5 

80.9 
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CHAPTER  XIX. 

ACCESSORY  APPARATUS. 

Under  this  head  are  described  machines  and  apparatus  that  form  connecting 
links  between  the  different  machines  of  a  mill ;  and  also  those  that  control  speed 
of  running  and  value  of  products.  They  are :  bins,  samplers,  feeders,  distributors, 
water  regulators,  conveyors,  elevators,  pumps,  latmders^  unwaterers,  driers,  etc. 

Bins  and  Receiving  Floors. 

§  618.  The  varying  production  of  ore  in  a  mine  calls  for  receiving  bins  or 
floors  at  the  mill,  large  enough  to  serve  for  storage  when  the  mine  is  producing 
faster  than  the  mill  can  treat,  and  thus  provide  ore  for  the  mill  when  none  is 
being  received  from  the  mine.  It  often  happens  that  mining  or  milling  is  done 
for  24  hours,  while  hoisting  or  shipping  is  done  for  only  12  hours.  A  common 
rule  for  the  size  of  bins  is  that  they  shall  hold  at  least  24  hours  production 
of  the  mine,  and  they  are  often  much  larger.  Custom  mills,  which  treat  ores 
from  a  number  of  mines,  returning  the  concentrates  and  receiving  pay  for  the 
work  done,  require  more  storage  room  than  others,  and  must  have  separate  bins 
for  individual  lots.  Thirty  mills  report  capacities  of  bins  ranging  from  1  to  7 
times  the  daily  capacities  of  the  mills,  the  average  being  3.  The  largest  ratio 
is  for  a  custom  mill  (Mill  77).  Five  others  report  capacities  of  bins  from  0.1 
to  0.8  of  the  daily  capacity  of  the  mill. 

Ore  bins  must  be  strongly  constructed  and  braced  in  order  to  support  their 
heavy  loads  and  to  withstand  the  shocks  due  to  dumping  the  ore  into  them. 
They  may  have  flat  bottoms  where  economy  in  first  cost  requires  it^  or  where  in- 
creased capacity  is  sought.  These,  however,  require  more  labor  to  completely 
discharge  the  ore  than  do  sloping  bottoms.  The  sloping  bottom  is  made  by  lay- 
ing timbers  down  the  slope;  and  then  boards  are  laid  across  the  timbers,  or  else 
stringers  are  laid  across  the  timbers,  and  the  boards  are  laid  down  the  slope  on 
the  stringers.  In  either  case  there  should  be  a  second  layer  of  boards  breakin.^ 
joints  with  the  first,  to  make  the  bottom  tight.  The  bottom  will  wear  better 
when  the  grain  of  the  wood  runs  down  the  slope  than  when  it  runs  across.  Bins 
should  be  lined  with  plate  iron  where  the  ore  strikes  when  it  is  dumped  in. 

The  labor  of  discharging  a  bin  depends  upon  its  shape.  In  some  mills  the 
bottom  slopes  in  three  directions  to  a  chute  in  front.  In  Mill  37  it  slopes  in 
four  directions  to  a  central  chute.  Either  of  these  will  discharge  all  of  the  ore 
without  shoveling,  if  the  slope  is  sufficient.  In  other  mills  the  bottom  slopes 
in  only  one  direction,  and  therefore  the  ore  cannot  be  completely  discharged 
without  shoveling.  Where  the  bottom  is  flat  the  ore  will  partly  discharge  itself 
until  the  angle  of  friction  is  reached,  but  the  remainder  must  be  removed  by 
shoveling.  Twenty-three  mills  have  bins  with  sloping  bottoms,  the  steepest 
being  52°,  the  gentlest  30°.  Sixteen  of  the  twenty-three  have  slopes  from 
42^°  to  45**.  All  these  discharge  directly  to  the  first  machine.  Ten  mills  have 
flat-bottomed  bins,  from  nine  of  which  the  ore  is  wheeled  or  shoveled  to  the 
first  machine,  and  from  one  it  is  shoveled  to  the  spalling  fioor.    In  eleven  mills 
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the  ore  is  dumped  on  receiving  floors,  from  which  it  is  shoveled  or  wheeled  to 
the  first  machine. 

Ore  is  brought  to  the  bins  in  cars,  skips,  wagons  or  barrows.  For  cars  the 
end  dump  and  side  dump  styles  are  most  common,  and  they  are  generally  dis- 
charged at  the  side  of  the  bin.  In  large  mills,  when  convenient,  the  tracks  are 
run  over  the  tops  of  the  bins  and  drop-bottom  cars  are  used.  To  make  use  of  the 
full  bin  capacity,  the  ore  must  be  so  fed  that  it  will  fill  the  bin ;  the  top  filling 
does  this.  Sometimes  the  ore  is  dumped  on  a  grizzly,  the  undersize  of  which 
goes  directly  to  the  bin,  while  the  oversize  goes  to  a  breaker  and  then  to  the  bin. 
The  discharge  from  the  bins  is  commonly  through  a  sliding  gate,  operated  either 
by  a  rack  and  pinion,  or  by  a  lever.  The  discharge  chute  slopes  46**  or  more. 
A  hinged  discharge  chute  is  used  at  the  rock  house  bins  of  Mill  46,  and  at  the 
concentrates  bins  of  Mill  38.  The  raising  of  the  chute  stops  the  flow  of  ore. 
This  chute  may  be  operated  by  a  lever,  or,  if  heavy,  by  a  block  and  tackle.  The 
rock  house  bins  of  Mines  44,  46,  47  and  48  have  double  V  bottoms,  with  tracks 
beneath,  and  with  discharge  chutes  spaced  so  that  several  cars  can  be  filled  at  one 
time.  Mill  43  has  a  bin  divided  by  a  partition  down  the  center.  One  side  can 
be  discharged  while  the  other  is  being  filled,  a  scheme  which  may  give  facility 
in  making  up  mill  accounts.     This  matter  is  discussed  in  §  363. 

Intermediate  bins  are  used  in  some  mills  to  act  as  reservoirs,  so  that  a  tem- 
porary stoppage  of  one  part  of  the  mill  shall  not  necessitate  the  stoppage  of  the 
parts  preceding  and  following.  At  Mill  91  there  is  a  large  stock  house,  with  a 
capacity  of  16^000  tons,  between  the  preliminary  crushing  plant  and  the  separat- 
ing plant.  If  an  accident  requires  the  former  plant  to  be  tfhut  down,  this  stock 
house  provides  a  supply  of  ore  to  keep  the  latter  plant  running ;  and  if  the  latter 
shuts  down  the  stock  house  provides  storage  for  the  ore  from  the  former  plant. 
The  capacity  of  the  stock  house  is  sufficient  to  permit  either  the  crushing  or  the 
separating  plant  to  run  for  about  two  days  while  the  other  is  shut  down.  At 
Mill  92  there  are  six  storage  bins  between  the  crushing  and  the  separating  plants; 
and  their  capacity  is  sufficient  to  allow  either  plant  to  run  for  an  hour  or  two 
wbile  repairs  are  being  made  on  the  other.  At  Mill  26  there  are  three  bins  for 
the  storage  of  jig  miadlings  previous  to  regrinding.  They  have  a  capacity  for 
at  least  24  hours^  supply. 

Concentrates  bins  are  described  under  settling  tanhs  (§  349).  They  are  placed 
there  because  the  concentrates  are  usually  collected  by  settling  from  water.  In 
many  mills,  however,  the  concentrates  are  wheeled  from  the  individual  machines 
to  the  bins. 

Samplebs. 

§  619.  Sampling  consists  in  obtaining,  from  a  lot  of  ore,  a  small  portion  to 
weigh  out  for  assay,  which  shall  represent  as  perfectly  as  possible  the  exact  pro- 
portions of  the  constituents  in  the  original  batch  of  ore.  This  involves  two 
operations  which  proceed  by  alternate  stages:  (1)  cutting  down  or  reducing  the 
weight  of  the  sample,  and  (2)  crushing  or  reducing  the  size  of  the  particles. 

Sampling  and  assaying  are  required  in  milling  to  determine  the  value  of  the 
ore;  to  see  what  losses  are  taking  place  in  the  tailings,  and  what  is  the  quality 
of  the  middlings ;  and  to  determine  the  value  of  the  concentrates.  Consequently 
the  selection  of  the  proper  methods  of  sampling  is  very  important.  This  work 
must  be  so  conducted  as  not  to  lose  dust  or  fine  slimes  which  belong  to  the  ore 
or  product,  as  these  fine  particles  are  often  very  rich,  and  a  larger  error  would  be 
made  by  their  loss  than  the  loss  of  weight  alone  would  imply. 

A  Eiample  may  be  taken  from  a  stream  of  ore  while  it  is  in  passage  from  one 
place  to  another,  in  which  case  it  is  called  a  running  sample ;  or  it  may  be  taken 
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from  a  car  load  lot  or  an  accumulated  product.    A  running  sample  is  taken  either 
by  hand  or  machine;  but  in  most  other  cases  only  hand  methods  are  used. 

§  620.  Hand  Sampling  is  done  in  various  ways,  which  will  now  be  noticed. 

Fractional  Selection  by  Shovel. — ^When  ore  is  being  moved  by  a  shovel,  either 
to  load  or  unload  it,  every  fifth,  tenth  or  twentieth  Efhovelf ul,  according  to  the 
richness  of  the  ore  and  tiie  distribution  of  the  minerals,  may  be  thrown  one 
side  for  a  sample.  Similarly,  when  unloading  oie  in  sacks,  every  fifth  or  tenth 
sack  may  be  set  aside.  This  sample,  after  being  crushed  to  reduce  the  size  of 
lumps,  may  again  be  reduced  in  quantity  by  setting  aside  alternate  shovelfuls 
as  a  sample.  This  routine  may  be  repeated  several  times  until  the  sample  needs 
crushing  again,  but  a  smaller  diovel  must  be  used  when  its  capacity  becomes  too 
large  a  proportion  of  the  lot.  In  case  tibe  ores  are  exceptionally  difficult  to 
sample,  for  example,  where  very  rich  lumps  occur  in  a  barren  gangue^  it  will 
be  safer  to  mix  them  by  ring  and  cone,  as  described  under  quartering,  previous 
to  shoveling  for  fractional  selection. 

Quartering. — ^The  crushed  ore  when  brought  to  the  sampling  floor  in  sacks  or 
barrows^  is  deposited  evenly  in  a  large  ring.  The  attendant  then  shovels  it  into 
a  conical  heap  in  the  center,  while  walking  slowly  around  the  ring.  He  should 
not  shovel  too  much  ore  in  passing  once  around,  lest  a  part  of  the  ore  be  too 
much  bunched.  Every  shovelful  should  drop  systematically  upon  the  apex  of 
the  cone,  all  sides  of  the  cone  thus  receiving  contributions  from  each  shovelful 
of  ore.  The  ore  is  now  raked  out  into  a  new  ring  by  a  shovel  or  hoe  and  re- 
coned,  or  it  may  be  directly  shoveled  into  a  new  cone  on  another  part  of  the 
floor.  This  process  of  re-coning  will  be  repeated  until  the  batch  is  satisfactorily 
mixed,  and  ttien  the  cone  is  systematically  flattened  by  raking  the  ote  out  from: 
the  apex,  while  walking  around  it  The  flattened  cone  is  marked  off  into  quarters, 
with  a  stick  or  board  on  edge,  along  two  diameters  at  right  angles  to  each  other. 
Two  opposite  quarters  are  shoveled  away  for  the  sample,  taking  care  to  save  all 
the  fine  as  well  as  coarse  ore  belonging  to  lihe  sample;  and,  if  the  lumps  are 
small  enough,  it  may  be  mixed  as  before  and  again  cut  down. 

If  there  is  much  variation  in  the  sizes  of  the  ore  particles,  as  there  is  very 
likely  to  be,  the  fine  tends  to  separate  from  the  coarse,  and  thereby  prevent 
thorough  mixing.  This  separation  is  much  lessened  when  the  ore  is  somewhat 
damp,^  but  the  inoisture  must  not  be  sufficient  to  make  the  ore  ball  up  into  large 
masses.  The  floor  on  which  this  work  is  done  must  be  clean,  smoorfih  and  free 
from  cracks ;  hence  it  is  best  to  have  it  covered  with  iron  or  steel  plates. 

Fractional  Selection  hy  Split  Shovel,  Riffle,  and  Jones  Sampler. — The  split 
shovel  is  a  fork  in  which  the  prongs  are  separate  scoops,  each  scoop  being  the 
same  width  as  the  space  between  the  scoops.  It  is  laid  upon  the  ground,  and  a 
shovelful  of  ore  spread  over  its  surface,  the  shovel  being  moved  back  and  forth 
across  the  scoops  while  ijie  ore  is  sliding  off.  The  split  shovel  is  now  lifted,  leav- 
ing on  the  floor  the  ore  that  went  into  the  spaces  between  the  scoops,  and  what 
went  into  the  scoops  is  emptied  on  a  heap  by  itself.  The  riffle  is  the  same  thing, 
except  that  it  is  larger  and  has  a  small  handle  on  each  side  instead  of  a  shovel 
handle  on  one  side.  It  is  used  in  the  same  way  as  the  shovel.  The  riffle  or  shovel 
is  very  useful  in  the  assay  office  when  the  quantities  become  small  and  the  sizes 
fine.  The  Jones  Sampler  is  a  riffle  consisting  of  two  sets  of  scoops  sloping  in , 
opposite  directions,  instead  of  alternate  scoops  and  spaces.  The  scoops  discharge 
the  ore  as  fast  as  it  is  poured  into  them,  the  even  numbers  to  one  side  the  odd 
numbers  to  the  other.  For  either  of  these  devices,  each  scoop  should  be  at 
least  four  times  as  wide  as  the  largest  particle  of  ore. 

Cheese-scoop  Sampler. — (Fig.  480.) — To  make  this,  nearly  half  the  circum- 
ference  of  an  iron  pipe  is  cut  away  except  for  a  few  inches  at  the  upper  «ad. 
This  is  slipped  into  a  slightly  larger  pipe  which  is  similarly  cut  away,  and  which 
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has  its  lower  €nd  hammered  to  a  point.  A  T  is  screwed  on  the  upper  end  of  the 
inner  pipe,  and  a  handle  screwed  into  the  T.  The  point  on  the  lower  end  of  the 
outer  pipe  enables  the  sampler  to  easily  force  it  into 
a  body  of  fine  ore.  When  doing  this  the  pipes  should 
be  in  the  relative  positions  shown  in  section  a;  the  in- 
ner one  is  then  turned  into  the  position  i,  and  twisted  -^ 
back  and  forth  till  it  fills  with  ore.  It  is  then  returned  JZ]. 
to  the  position  a,  and  both  pipes  are  withdrawn  with 
the  sample.  This  tool  is  very  convenient  for  sampling 
fine  concentrates  in  bins,  cars  or  sacks.  Such  samples 
should  be  taken  systematically  from  all  parts  of  the 
bin  or  from  a  certain  proportion  of  the  sacks. 

Pipe  Sampler. — To  sample  a  pile  of  hematite  concen- 
trates that  had  weathered  for  years  at  Iron  Mountain, 
Missouri,  and  which  varied  from  sand  to  hickory  nut 

size,  Taylor"  used  a  2-inch  pipe  13  feet  long.  This  was  pj^  430.!^  h  b  e  s  b 
driven   into  the   pile  to  a  depth  of   12   feet  at  in-  scoop  sampler. 

tervals    of    10    feet,    using    6-pound     sledges.     To 

prevent  upsetting  the  end  of  tiie  pipe  by  hammering,  a  collar  and  plug  were 
used.  The  collar  was  of  f-inch  iron,  and  was  shrunk  upon  the  end  of  the  pipe. 
The  plug  entered  the  pipe  6  inches,  and  had  a  projecting  shoulder  to  transmit 
the  blow.  The  pipe  was  drawn  out  by  a  mule  or  by  two  men.  With  this  ore 
the  steepest  angle  at  which  the  pipe  could  be  withdrawn,  and  be  sure  of  carrying 
with  it  the  whole  sample,  was  30°.  With  a  moist  fine  ore  a  steeper  angle  could 
be  used.  After  withdrawing  the  pipe,  and  having  it  in  a  vertical  position  a  few 
hammer  taps  removed  the  ore. 

The  Orab  Sample. — ^This  method  consists  in  measuring  off  the  surface  of  an 
ore  heap  into  squares,  and  taking  approximately  equal  quantities  of  ore  from 
the  comers  of  the  squares,  accepting  whatever  comes,  coarse  or  fine,  rich  or  poor. 
A  tape  measure  or  a  knotted  cord  laid  over  the  heap  may  also  be  used,  a  sample 
being  taken  at  each  foot  mark  or  under  each  knot.  The  method  is  not  as  accurate 
as  the  others,  because  only  part  of  the  ore  is  accessible.  There  are  cases,  however, 
where  for  lack  of  means  to  take  a  more  accurate  sample,  this  mierthod  is  accepted. 
Dipper  or  Bucket  Sample.— Samples  of  the  running  products  of  individual 
machines,  and  of  the  general  mill  tailings  may  be  taken  by  diverting  the  whole 
stream  into  a  dipper  or  bucket  at  stated  intervals,  for  example,  every  15  min- 
utes, for  some  definite  period,  such  as  30  seconds.  The  principles  laid  down 
ior  mechanical  sampling  (see  §  621)  apply  here.  The  total  sample  for  12  or 
for  24  hours  is  settled,  dried  and  then  cut  down  for  assay. 

The  general  mill  tailings  are  often  accompanied  by  so  much  water  that  a 
dipper  or  bucket  is  too  small  to  catch  a  good  sample.  In  such  a  case  a  box  of 
about.  10  cubic  feet  capacity  is  sometimes  mounted  on  wheels,  so  that  it  can 
be  pushed  under  the  end  of  the  tailings  launder.  Once  an  hour  this  box  is 
filled  and  withdrawn;  and  at  the  end  of  the  hour  a  plug  is  removed  to  run  off 
the, clear  top  water.  (As  to  the  catching  of  the  fine  slimes,  see  §  869.)  The 
sample  is  removed  from  the  box  once  in  24  hours. 

In  all  this  class  of  sampling  great  care  must  be  taken  that  no  accumulations 
of  concentrates  in  eddies  or  comers,  or  adhering  to  the  discharge  lips  of  the 
machines,  be  dislodged  and  get  into  the  sample.  For  example,  flie  tailings  of 
amalgamated  plates  should  be  sampled  before  rather  than  after  going  to  the  mer- 
cury traps,  because  there  may  be  periodical  rushes  of  accumulated  sulphurets 
out  of  the  traps.  On  the  other  hand,  particular  care  must  be  taken  that  no 
amalgam  is  scraped  into  tihe  sample  from  the  lower  end  of  the  amalgamated 
plate. 
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Moisture  Samples. — Since  the  assays  of  ore  are  always  made  upon  dry  samples 
(because  a  constant  weight  and  value  can  be  obtained  in  no  other  way)^  and  since 
all  ores  are  more  or  less  damp  when  sampled,  it  is  necessary  to  take  moisture 
samples  to  determine  the  weight  of  dry  ore  in  any  lot.  This  moisture  sample 
should  be  taken  either  just  before  or  just  after  the  ore  is  weighed.  It  must  be 
taken  by  a  method  that  is  rapid  and  does  not  require  crushing,  further  cutting 
down  or  other  handling  before  testing ;  and  should  therefore  be  independent  of  the 
regular  sample,  unless  the  latter  is  small  enough  so  that  the  whole  of  it  can  con- 
veniently be  dried.  Each  portion  taken  for  the  sample  must  be  put  into 
a  covered  pail  immediately,  so  that  there  shall  be  no  evaporation  before  the  test 
is  made.  As  soon  as  possible  the  sample  is  rapidly  mixed,  and  a  portion  weighed 
out  to  be  dried;  or  better,  the  whole  sample  may  be  dried.  The  difference  be- 
tween the  wet  and  dry  weights,  divided  by  the  wet  weight,  gives  the  percentage 
of  moisture  in  the  wet  ore. 

§  621.  Mechanical  Sampling. — There  are  seven  essential  features  of  a  per- 
fect mechanical  sampler:  (1)  it  must  take  the  whole  stream  of  ore  (wet  or  dry) 
part  of  the  time,  and  not  part  of  the  stream  all  the  time,  because  tne  values  are 
never  evenly  distributed  across  the  stream ;  (2)  the  scoop  that  cuts  out  the  sample 
must  move  completely  across  and  out  of  the  stream  in  one  direction  at  each  cut, 
for,  if  it  enters  from  one  side,  and  is  then  withdrawn  on  the  same  side  without 
having  completely  crossed  the  stream,  more  ore  will  be  taken  from  the  side  at 
which  the  scoop  enters  and  leaves  than  from  the  other  side;*  (3)  in  order  to 
take  equal  proportions  from  all  parts  of  the  stream,  the  scoop  must  move  at  a 
uniform  rate,  and  the  top  of  the  scoop  must,  in  all  positions,  oe  at  right  angles 
to  the  direction  of  the  stream.  This  last  condition,  in  the  case  of  a  revolving 
scoop,  is  well  obtained  from  a  vertical  stream  and  a  horizontal  scoop ;  (4)  if  the 
scoop  that  cuts  out  the  sample  revolves  about  an  axis,  two  sid^s  of  the  scoop  should 
converge  toward  the  axis  in  order  to  take  equal  proportions  from  all  parts  of  the 
stream;  and  the  scoop  may  be  adjustable  to  take  larger  or  smaller  proportions  of 
the  ore;  (5)  the  interval  of  time  between  cuts  should  be  constant;  (6)  the  scoops 
must  be  deep  and  broad  enough  so  that  ore  that  has  once  gotten  into  them  will 
not  bound  out  again;  and  if  the  scoops  have  closed  bottoms  they  must  not  be 
allowed  to  fill  up  so  that  some  of  the  ore  runs  over,  as  this  would  produce  a  concen- 
tration of  the  heavy  minerals,  especially  when  the  ore  was  carried  in  running 
water;  (7)  the  machine  should  be  simple  and  easily  accessible  for  cleaning,  to 
avoid  danger  of  contaminating  subsequent  samples.  Jboi  ihe  best  results  the 
feed  to  the  machine  should  be  regular. 

The  Snyder  Sampler  (Fig.  481)  has  the  form  of  a  circular  pan  with  flaring 
sides,  which  is  set  edgewise  on  a  revolving  horizontal  shaft  A  spout,  b,  projecting 
through  the  flaring  side,  passes  under  the  feed  spout,  a,  at  each  revolution  of  the 
machine  and  delivers  a  sample  into  the  sample  spout  c.  During  the  rest  of  the 
revolution  the  material  is  diverted  into  the  spout  d. 

The  Vezin  Sampler  (Fig.  482)  has  two  hollow,  truncated  cones  bolted  to- 
gether at  their  large  bases.  They  are  attached  to  a  cast  iron  spider,  which  is 
keyed  to  a  vertical  shaft.  This  sh^ft  is  supported  by  a  collar  at  the  upper  end, 
is  held  in  place  by  two  guide  boxes,  and  is  driven  at  a  constant  speed  in  one 
direction  by  beveled  gears  at  the  upper  end.  The  upper  cone  carries  one  or 
more  scoops,  a,  the  openings  of  which  have  the  form  of  sectors  of  a  circle.  The 
ore  is  fed  from  the  spout  b;  and  the  portion  that  enters  the  scoops  passes  into 
the  interior  of  the  cones,  and  is  conducted  to  the  sample  bin,  or  to  the  rolls  if  it  is 
to  be  further  crushed.  The  main  portion  of  the  ore  falls  into  a  hopper  and  is 
spouted  to  storage  bins  or  cars. 


•  Though  such  a  Koop  may  take  onlv  mirt  of  the  stream  at  a  iriTen  histaot,  It  does  take  a  true 
rose  the  ttream  and  virtually  takes  the  whole  stream  part  of  the  time. 


■ectioB 
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The  Collom  Sampler  (Fig.  483)  consists  of  one  or  more  diverting  scoops  which 
pass  through  a  stream  of  ore  at  stated  intervals.     The  scoops  are  mounted  on  a 


FIG.  481. — SNYDER  SAMPLER. 


FIG.  482. — ^VEZIN  SAMPLER. 


horizontal  arm  carried  by  a  vertical  shaft.  As  a  scoop  passes  through  the  stream 
of  ore  it  cuts  out  a  sample  and  delivers  it,  through  a  vertical  spout  beneath, 
into  the  sample  bin  or  box,  after  which  the  run  of  ore  goes  on  as  before.     The 


FIG.  483. — COLLOM  SAMPLER. 

shaft  of  the  machine  is  supported  and  held  in  position  by  a  step  at  its  lower  end 
and  a  guide  box  at  its  upper  end.  The  machine  is  driven  at  a  constant  speed 
in  one  direction  by  beveled  gear  and  pinion. 

In  the  Brunton  Sampler  (Fig.  484)  the  deflector  ah  is  carried  on  the  horizontal 
shaft  c,  and  is  given  a  forward 
and  backward  motion  by  means 
of  the  crank  wheel,  d,  the  con- 
necting firm,  e,  and  the  lever, 
/.  The  end  of  the  feed  spout 
is  brought  down  near  the  op- 
positely sloping  faces,  a  and 
I,  of  the  deflector ;  and  the  lat- 
ter oscillates  far  enough  so  that 
the  scoop  a,  cuts  completely 
across  the  stream  of  falling  ore. 

A  sample  is  thus   deflated   to  -.^^    ^qx      ^^rrxrm^..  «*,,«x«» 

the    left    by    the    scoop,    a.  ^^^-  484.-beuntox  sampleb. 

and  the  rest  of  the  ore  is  deflected  to  the  right  by  h. 
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'  For  the  sake  of  Bimplicity  neither  of  the  above  machines  ie  made  adjustable 
for  varying  the  percentage  of  ore  taken  for  a  sample,  but  either  of  them  could 
easily  be  so  made  if  it  was  desired.  Either  of  them  is  applicable  for  the  feed  or 
for  the  products  of  any  machine  in  a  mill,  or  for  the  general  tailings. 

At  Mill  87  a  Vezin  machine  samples  the  smelting  ore  after  it  has  been  crushed 
to  pass  through  a  two-mesh  screen.  It  has  one  scoop  and  takes  one-sixteenth  of 
the  lot  for  the  sample.  At  Mill  94  a  Vezin  machine  with  two  scoops  takes  one- 
eighth  of  the  ore  for  a  sample,  after  it  has  been  crushed  to  about  |  inch.  This 
madhine  makes  15.2  revolutions  a  minute.  At  Mill  86  a  GoUom  machine  samples 
all  of  the  ore  after  it  has  been  crushed  to  pass  through  9-mm.  screen  holes.  In 
this  case  there  is  a  single  horizontal  arm  with  a  radius  of  1  foot  6  inches,  re- 
volving eight  times  a  minute.  The  scoop  is  J  inch  wide.  At  Mill  38  a  modified 
CoUom  machine  is  used  to  sample  the  general  mill  tailings.  In  this  case  the 
scoop  is  carried  by  and  delivers  into  a  horizontal  pipe,  ^ich  is  screwed  into 
and  revolves  with  a  vertical  pipe  leading  down  to  the  sample  box.  At  Mill  61 
the  general  tailings  run  into  a  reaction  wheel,  the  stream  reacting  on  the  walls 
of  ten  1-inch  horizontal  pipes  that  have  90**  elbows  at  the  outer  ends.  Nine  of 
these  pipes  are  2|  feet  long  and  the  streams  are  delivered  horizontally  through 
the  elbows  at  their  ends ;  the  tenth  or  sample  pipe  is  3  feet  long  and  the  stream  is 
delivered  vertically  downward  from  its  endu  The  vertical  receiving  pipe  is  5 
inches  in  diameter.  A  sample  is  taken  at  each  revolution  as  the  sample  pipe 
passes  over  a  slot  in  the  cover  of  a  bucket.  The  machine  gives  satisfaction  at  this 
mill,  but  it  does  not  conform  to  the  rule  of  taking  the  whole  stream  part  of  the 
time.    It  takes  its  sample  from  one  part  of  the  stream  part  of  the  time. 

Comparisons. — ^A  good  mechanical  sampler  has  an  advantage  over  hand  sam- 
pling because  it  eliminates  the  possibility  of  intentional  error.  Moreover,  it  is 
in  general  cheaper.  Fractional  selection  depends  for  its  accuracy  on  the  proba- 
bility that  there  will  be  less  error  in  taking  many  small  quantities  distributed 
through  the  lot  than  in  taking  a  few  large  quantities;  while  the  accuracy  of 
quartering  depends  on  thorough  mixing,  which  requires  careful  attention  to  the 
precautions  mentioned  in  §  620.  Quartering  requires  more  labor  than  fractional 
selection,  and  is  not  practicable  for  very  large  lots,  because  it  would  require  an 
excessive  amount  of  space. 

§  622.  Data  from  Practice. — ^The  following  figures  show  the  practice  that  has 
been  developed  by  the  experience  of  various  engineers  for  reducing  the  size  of  the 
particles,  and  the  weight  of  the  sample,  and  are  quoted  by  them  as  giving  accurate 
results.* 

E.  E.  BURLINGAME,  DeNVBR,  COLORADO. 

Low  grade  ores. 

Take  every  20th  shovelful  of  the  lot  of  ore,  crush  to  4  mesh  and  quarter 

to  100  pounds. 
100  pounds,  crush  to  20  mesh  and  reduce  to  5  pounds. 
5  pounds,  crush  to  100  mesh  and  take  several  6-ounce  samples. 

*  FIgoresby  Philip  Argall,  baaed  on  ezperienoe  with  Colorado  ores,  are  given  in  Vol.  X.,  of  The  BuHtution^ 
of  MUUng  ana  MeUMurgy.  Owing  to  the  very  recent  date  of  their  publication  the  author  did  not  get  them 
in  time  to  consider  them  with  thoae  of  the  other  authorities.  Argall  recommends  for  diffloult  gold  telluride 
ores  containing  10  to  15  ounces  gold  per  ton  which  have  been  crashed  by  breakers  to  an  average  cube  of  about 
1  Inch,  that  from  a  lot  of  100  tons  a  sample  of  90  tons  be  taken  by  the  first  mechanical  sampler.  HiIb  sample 
is  then  crashed  to  ^  inch  and  sampled  down  to  9  tons  by  the  second  sampler.  This  is  crashed  to  8  mesh 
(|Vinch)  and  reduced  by  riflUog  to  2oO  pounds,  which  Is  dried  and  crushed  to  about  80  mesh  (0.0171  inch)  and 
rimed  down  to  about  15  pounds.  This  Is  passed  through  a  sample  grinder  which  crushes  to  00  or  100  mesh 
and  is  then  reduced  by  rlflllng  to  1  pound,  which  is  ground  on  a  bucking  board  to  pass  through  a  190-me8h 
(0.004-inch)  sieve.    His  general  rule  for  lots  of  ore  of  the  kind  stated  above  is  as  f oDows : 

Lot  of  ore,  crush  to  1  inch,  take  90jf  of  original  lot. 

909C.  crush  to  U  inch,  take  \M%  of  orlsinal  lot. 

lM]t,  crush  to  8  mesh,  take  O.07869(  of  original  lot 

0.07m,  crush  to  80  mesh,  take  O.OOSjC  of  original  lot 
He  says  that  In  practical  work  one  takes  larger  quantities  of  the  finer  material,  stanply  aa  a  matter  of  extra 
piT«aution,  more  especially  so  In  mills  where  all  the  ore  Is  ultimately  ground  fine. 


§  623  ACCESSORY  APPARATUS.  849 

« 
Rich  or  '^spotted''  ores. 

Take  every  6th  shovelful  from  the  lot  of  ore,  crush  to  4  mesh  and  quarter 

to  500  pounds. 
500  pounds,  crush  to  20  mesh  and  reduce  to  10  pounds. 
10  pounds,  crush  to  100  mesh  and  take  several  6-ounce  samples. 
Very  rich  ores. 

Crush  the  entire  lot  to  20  mesh  and  quarter  to  500  pounds. 
A.  R.  Ledoux,  Nevit  York  City. 
Medium  ores. 

50  ton  lot,  crush  to  2  or  3  inches,  take  10  tons. 
10  tons,  crush  to  1  or  2  inches,  take  2  tons. 

2  tons,  crush  to  1  inch,  take  1,000  pounds 
1,000  pounds,  crush  to  -J  inch,  take  250  pounds. 

250  pounds,  crush  to  i  inch,  take  25  pounds. 
25  pounds,  crush  to  ^  inch,  take  3  pounds. 

3  pounds,  crush  toj^^^indi  (100  mesh)  and  assay. 
Free  gold,  gold  in  pyriie,  or  copper  sulphide  ores. 

50  ton  lot,  crush  all  to  2  inches  or  lees,  take  out  10  tons. 
Copper  matte — 50  ton  lot,  crush  all  to  1  inch,  take  out  10  tons. 
Charles  Butters,  London,  England. 
Fairly  uniform  ores. 

50  ton  lot,  crush  to  3  inches,  take  5  tons. 
6  tons,  crush  to  1  inch,  take  1,000  pounds. 
1,000  pounds,  crush  to  |  inch,  take  100  pounds. 
100  pounds,  crush  to  ^  inch^  take  10  pounds. 
10  pounds,  crush  tp  ^  inch,  take  1  pound. 

1  pound,  crush  -to  100  mesh,  take  assay  sample. 

'?f  the  ore  might  be  separated  into  different  values  after  crushing,  on  account 
of  the  richer  part  of  the  ore  being  more  friable,  I  should  be  inclined  when  I  had 
got  down  to  1,000  pounds  to  proceed  by  fifths  instead  of  tenths,  but  with  the 
same  mesh.'' 
Paul  Johnson.*^ 

Silver-lead  ( ?)  ores  assaying  not  more  th/M  100  ounces  silver  per  ton. 
Quarter  the  lot  of  mine  ore  to  2  tons. 

2  tons,  crush  to  }  inch,  quarter  to  500  pounds. 

500  pounds,  crush  to  ^  (?)  inch,  quarter  to  250  pounds. 
250  pounds,  crush  to  10  mesh,  quarter  to  20  to  35  pounds. 
20  to  35  pounds,  crush  to  12  mesh,  split  Aovel  to  2  to  4  pounds. 
2  to  4  pounds,  crush  to  80  mesh  and  take  5  samples  of  6  to  8  ounces. 
S.  H.  Pbarce.^ 

Lot  crushed  to  2  inches,  take  1,200  pounds. 
1,200  pounds,  crush  to  1  inch,  take  300  pounds. 
300  pounds,  crush  to  |  inch,  take  80  pounds. 
80  pounds,  crush  to  |  inch,  take  20  pounds. 
20  pounds,  crush  to  i  inch,  take  5  pounds. 
5  pounds,  crush  to  -^  inch,  take  2  pounds. 
Pearce's  figures  are  given  as  being  suitable  for  the  gold  ores  of  the  Band 
district,  Sojith  Africa,  in  which  the  gold  ranges  from  perhaps  0.25  to  1  ounce 
per  ton,  and  is  in  fine  particles,  partly  free  and  partly  contained  in  pyrite. 

§  623.  Principles  op  Sampling. — As.  already  stated,  sampling  involves  two 
operations,  which  proceed  by  alternate  stages:  (1)  cutting  down,  or  reducing  the 
weight  of  the  sample,  and  (2)  crushing,  or  reducing  the  size  of  the  particles. 
The  finer  the  crushing  for  any  given  weight  the  more  accurate  will  the  sample 
be.    There  is,  however,  for  any  ore  a  size  of  particle  for  each  weight  finer  than 
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which  the  advantage  gained  by  further  crashing  is  practically  nU;  and  further 
crushing,  therefore,  simply  involves  useless  work.  To  settle  upon  a  system  of 
sampling  we  must  adopt  a  series  of  weights  for  the  cutting  down,  and  a  corre- 
sponding series  of  sizes  to  which  the  ore  must  be  crushed  before  being  cut  down. 
The  simplest  rule,  adopted  by  Vezin"  in  1866,  is:  first,  to  decide  what  weight 
{w)  should  be  taken  for  assay  oi:  analysis  after  the  ore  has  been  ground  to 
100-mesh  (approximately  0.125  mm.  diameter) ;  second,  to  compute  the  number 
(n)  of  maximum  sized  grains  passing  through  a  100-mesh  screen  that  would 
weigh  {w)\  and  third,  to  cut  down  to  a  weight  after  each  crushing  which  will 
be  equal  to  n  of  the  maximum  sized  particles. 

This  rule  may  be  said  to  use  a  constant  number  of  particles  whatever  their 
size.  The  following  figures  show  the  weights  of  different  sizes  required  by  this 
rule  on  the  basis  of  0.1  assay  ton  (2.917  grams)  of  ore  through  a  lOO-meah  screen 
(0.125  mm.) : 
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The  above  rule  demands  finer  crushing  than  practice  indicates  to  be  necessary, 
and  it  is,  therefore,  more  expensive  than  is  wise.  The  sampling  works  and 
assay ers  have  made  approximations  to  rules  deviating  from  the  above,  to  save 
the  excessive  cost,  and  yet  be  accurate  enough  for  purposes  of  buying  and  selling; 
and  several  sets  of  such  figures  have  been  given  in  §  622. 

Brunton^  has  suggested  the  following  considerations  as  a  basis  for  sampling: 
(1)  the  ratio  of  the  assay  of  the  richest  particle  to  the  average  of  the  ore;  (2) 
the  relative  specific  gravities  of  the  heavy  mineral  and  the  gangue;  (3)  the  ratio 
between  the  weight  of  the  largest  actual  particle  that  will  pass  through  a  given 
sized  square  hole,  and  the  weight  of  the  largest  cube  that  would  go  through  the 
same  hole;  and  (4)  the  number  of  richest  particles  likely  to  be  in  excess  or 
deficit.  Brunton*s  results,  however,  show  quantities  that  are  largely  in  excess 
of  practice ;  and  the  author  thinks  this  is  due  to  the  omission  of  the  following 
principle:  (5)  the  larger  the  single  lump  the  more  nearly  it  represents  a  perfect 
sample.  If,  for  example,  on  the  one  hand  a  lot  of  ore  weighing  50  tons  was  in  a 
single  lump,  that  one  lump  would  be  a  perfect  sample.  If  on  the  other  hand  the 
ore  was  so  fine  that  there  were  no  included  grains,  then  no  single  lump  could 
be  a  true  sample.  We  see,  therefore,  that  in  the  coarser  sizes  it  is  not  necessary, 
either  practically  or  theoretically,  to  take  as  large  a  sample  as  is  required  by 
the  rule  that  calls  for  the  equivalent  of  a  constant  number  of  maximum  sized 
particles.  This  last  principle  appears  to  be  of  more  consequence  in  settling  the 
law  of  cutting  down  than  all  the  others,  and  in  fact  completely  overehadows 
them.  It  is  applied,  either  consciously  or  unconsciously,  in  all  practical  samp- 
ling. The  author  believes  that  the  most  satisfactory  rule  will  te  based  on  the 
practice  developed  in  the  buying  and  selling  of  ores.  Now  an  examination  of  the 
data  quoted  in  §  622  shows  that  in  each  case  the  weights  vary  approximately  in 
proportion  to  the  squares  of  the  diameters  of  the  particles.  By  adopting  the 
rule  that  the  weight  shall  be  proportional  to  the  square  of  the  diameter  of  the 
largest  particles,  we  shall  obtain  a  set  of  figures  that  will  in  all  probability  meet 
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the  approval  of  practising  engineers;  and  which  have  a  definite  basis,  and 
thereby  do  away  with  a  great  deal  of  guess  work.  Such  a  set  is  given  in  Table 
369,  and,  for  convenience  of  interpolation,  on  Fig.  485.     Each  column  in  the 
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FIG.  485. — SIZES  AND  WEIGHTS  OP  ORE  FOR  SAMPLING. 

table  is  based  on  one  of  the  figures  quoted  above  from  practice — the  very  low 
grade  or  very  uniform  ores  (that  is,  those  in  which  the  values  are  very  evenly 
distributed)  on  Pearce's  1,200  pounds  of  2-inch  lumps ;  the  low  grade  or  uniform 
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TABLE 

369. — WEIGHTS   TO   BE 

TAKEN- IN   SAMPLING   ORE. 

We 

ighk 

Very  Low  Grade 
or  very  Uniform 

Low  Grade  or 
Uniform  Ores. 

Medium  Ores. 

^^Wohop^^ 

Very  Rich  or 
"Spotted^ 

Orams. 

Pounds. 

80,000 

10,000 

6,000 

8,000 

1,000 

500 

800 

100 

60 

80 

10 

5 

9 

1 

0.6 
0.9 
0.1 
0.06 
0.08 
0.01 
Oj006 

Mm. 

907 

147 

104 

66.6 

46.4 

88.8 

90.7 

14.7 

10.4 

6.6 

4.6 

8.8 

9.1 

1.5 

1.0 

0.66 

0.46 

0.88 

0.91 

0.16 

0.10 

Mm. 
114 
80.8 
66.8 
86.9 
96.4 
18.0 
11.4 
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1.8 
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0.80 
0.67 
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0.18 
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Mm. 
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1.1 

0.80 

0.61 

0.86 
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0.16 

0.11 

Mm. 
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15.8 
10.0 
7.1 
5.0 
8.8 
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1.6 
1.0 
0.71 
0.60 
0.88 
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0.16 
0.10 
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0  88 
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••...»• 

80 

46 

99.5 

9 

4.6 

9.86 

ores  on  Butter^B  1,000  pounds  of  1-inch  Inmps,  which  cives  nearly  the  same 
results  as  Johnson's  500  pounds  of  f -inch  lumps ;  the  medium  ores  on  Ledoux's 
lO-tons  of  2  to  3-inch  lumps;  the  rich  or  ^'spotted'*  ores  (that  is,  those  in  which 
the  values  are  quite  unevenly  distributed)  on  Burlingame's  500  pounds  of  4- 
mesh  (5  mm.)  lumps;  and  the  very  rich  or  excessively  "spotted"  ores  (?uch  as 
many  free  gold  ores  and  telluride  ores)  on  Burlingame's  500  pounds  of  20-metfh 
(0.85  mm.)  ore.  This  last  class  is  very  difficult  to  sample;  so  much  go  that 
usually  the  only  satisfactory  way  is  to  make  a  mill  test  of  10  tons  or  more, 
keeping  a  careful  account  of  the  value  extracted  and  of  all  weights,  and  then 
sampling  and  assaying  the  tailings.  An  example  of  this  is  given  in  §  893.  High 
grade  ores  (although  their  values  may  be  quite  uniformly  distributed)  are  classed 
with  "spotted''^  ores,  because  their  values  must  be  determined  with  greater  pro- 
portional accuracy  than  low  grade  ores,  in  order  to  prevent  considerable  loss  to 
the  bu^er  or  the  seller. 

It  is  not  intended  that  the  reduction  in  size  shall  proceed  by  all  the  stages 
indicated  in  either  column  of  Table  369 ;  but  whenever  any  weight  given  in  lie 
first  column  is  taken  as  a  sample,  the  ore  should  first  be  crushed  to  the  corre- 
sponding size  shown  in  one  of  the  other  columns.  For  example,  with  a  20,000- 
pound  (10  ton)  lot  of  low  grade  ore,  we  might  crush  the  entire  lot  to  25.4  mm. 
and  take  1,000  pounds  for  a  sample.  If  this  was  all  reduced  to  2.5-mm.  size 
the  quantity  could  be  reduced  to  10  pounds ;  and  then  by  grinding  to  0.80  mm. 
(about  20  mesh)  we  could  safely  reduce  the  weight  to  1  pound.  If,  however, 
it  was  necessary  to  produce  the  least  amount  of  fines,  the  successive  weights  of 
sample  might  be  5,000,  1,000,  200,  50,  10  and  1  pounds;  with  corresponding 
reductio^e  in  size  to  66.8,  25.4,  11.4,  5.7,  2.5  and  0.80  mm.  When  a  lot  is 
crushed  fine  enough  to  permit  a  large  reduction  in  weight,  it  is  safer  to  make 
this  reduction  by  several  successive  mixings  and  quarterings  than  by  a  single 
operation. 

In  exceptional  cases  where  serious  losses  would  occur  in  concentrating  or  smelts 
ing  if  the  ore  was  crushed  as  finely  as  indicated  above,  it  is  considered  better 
to  make  a  certain  sacrifice  in  the  accuracy  of  sampling  by  taking  smaller  samples: 
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§  624.  Automatic  Feeders  are  mechanical  devices  intended  to  avoid  the 
necessity  of  hand  feeding.  When  once  set  they  should  deliver  the  ore  as  nearly 
as  possible  at  a  definite  rate  (in  pounds  per  minute),  and  they  should  be  ad- 
justable to  feed  fast  or  slow.  In  the  case  of  a  stamp  battery  the  rate  is  auto- 
matically regulated  by  the  action  of  the  battery  itself.  The  feeder  should  not 
concentrate  the  ore,  delivering  richer  material  at  first  and  poorer  later,  or  vice 
versa,  but  must  deliver  a  uniform  quality  of  material  throughout.  Clayey  or 
other  sticky  ores  cause  difficulty  with  some  feeders. 

Hendy's  Challenge  Feeder  for  gravity  stamps,  Fig.  486,  consists  of  a  circular 
table,  a,  inclined  about  12^**,  and  slowly  revolved  by  beveled  gears  beneath. 


PIG.  486. — hendy's  challenge  ore  feeder. 

A  sheet  iron  hopper,  v,  delivers  the  ore  on  one  side  of  this  table,  and  a  fixed 
scraper,  c,  is  so  arranged  that  when  the  ore  reaches  a  certain  point  it  is  scraped 
into  the  stamp  mortar.  The  quantity  of  ore  delivered  from  the  hopper  to  the 
table  is  regulated  by  an  adjustable  gate,  b.  The  table  stands  upon  a  short 
inclined  shaft  and  step,  d.  It  has  a  beveled  gear  cast  upon  its  under  side. 
Power  is  brought  to  it  by  the  pinion,  e,  the  shaft,  f,  the  friction  pawls,  g,  the 
lever,  Jc,  the  connecting  rod,  m,  the  lever,  n,  shaft,  o,  lever,  p,  and  the  buffer 
rod,  r.  A  spring,  I,  returns  the  lever,  Jc,  to  its  place  after  each  stroke,  but  tho 
friction  brake,  i,  prevents  the  ^haft  from  turning  back.  The  lever,  Je,  is  at- 
tached to  the  inner  rim,  h',  which  is  loose  upon  the  shaft,  f,  and  drives  by 
friction  the  outer  ends  of  the  pawls,  g.  The  inner  ends  of  the  pawls  are  at- 
tached to  the  shaft,  f.  When  the  ore  level  on  the  dies  of  the  stamp  battery  is 
low  enough,  the  tappet  of  the  stamp  strikes  the  buffer,  r,  and  feeds  more  ore. 
The  amount  of  each  movement  is  limited  by  means  of  the  hand  screw,  s.  which 
is  clamped  in  place  by  the  lock  nut,  t.    The  feeder  is  sometimes  used  for  other. 
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machines  than  etamps^  and  is  then  operated  by  a  cam  and  spring  acting  on  the 
lever,  h,  the  amount  of  movement  of  the  lever  being  adjusted  by  hand  screw  and 
lock  nut ;  or  it  may  be  operated  by  an  adjustable  eccentric  at  the  upper  end  of 
the  rod,  m,  and  in  that  case  the  spring,  I,  is  thrown  out  of  action.  This  machine 
feeds  even  clayey  and  sticky  ores  witiiout  much  diflBculty. 

The  Gates  Feeder  (Fig.  487)  consists  of  a  stirrup,  a,  with  curved  bottom, 
hung  by  two  supports,  h,  and  oscillating  beneath  the  diute,  c,  on  top  of  which 
the  feed  hopper  is  set  In  the  middle  of  the  chute  is  a  fixed  cross  partition,  d, 
which  nearly  touches  the  stirrup,  while  the  front  and  back  sides  of  the  chute 
approach  only  within  two  or  three  inches  of  it.  The  stirrup  extends  laterally 
far  enough  beyond  the  two  sides  of  the  chute  to  prevent  the  pressure  of  the  ore 
above  from  discharging  anything  wlhen  the  stirrup  is  not  moving,  but  as  the 
latter  swings  the  central  partition  forces  out  a  certain  quantity  of  ore  from  each 
side  alternately.    At  the  point  6  the  stirrup  is  connected  by  an  arm  to  a  crank 


PIG.  487. — GATES  ORE  FEEDER. 

pin,  which  is  made  adjustable  to  vary  the  rate  of  feed.  This  feeder  was  especially 
designed  for  rolls,  to  be  driven  from  the  roll  shaft;  but  is  adapted  to  various 
other  uses.  A  modification  is  applied  to  stamps,  in  which  case  it  is  driven  by  a 
buffer-rod,  lever  and  linkage.  This  form  discharges  only  from  the  front,  the 
back  of  the  hopper  coming  down  close  to  the  stirrup,  and  forcing  the  ore  out  as 
the  stirrup  swmgs  backward.  The  machine  is  said  to  successfully  feed  either 
sticky  or  granular  ores. 

The  Roller  Feeder  consists  of  a  horizontal  roller  revolving  slowly  at  the  bottom 
of  a  hopper,  the  discharge  of  which  is  stopped  by  the  roller  except  as  the  latter 
carries  out  the  ore.  The  roller  may  have  either  a  smooth  or  a  corrugated  surface, 
and  is  revolved  by  belt,  ratchet  and  pawl,  or  otherwise.  It  works  well  with  granu- 
lar ore,  but  is  not  so  good  for  sticky  ore.  Among  the  roller  feeders  are  the  Tem- 
pleton  and  the  Hammond.     Roller  feeders  are  shown  in  Pigs.  467a  and  468a. 

The  TulJoch  Feeder  (Fig.  488)  has  a  sheet  iron  hopper  a,  with  a  jerking 
chute  h  beneath  it.  This  chute  is  suspended  from  a  frame  by  two  rods  at  the 
sides  and  one  behind.  It  is  given  a  forward  motion  by  the  cam  c,  and  bell  crank 
lever  d;  and  is  then  drawn  back  sharply  by  the  spring  e.  The  forward  motion 
carries  a  small  quantity  of  ore  from  the  hopper,  and  the  quick  return  causes  the 
ore  near  the  end  of  the  chute  to  drop  off.  The  quantity  of  ore  fed  at  each  stroke 
is  controlled  by  an  adjustable  gate  at  the  bottom  of  the  hopper.  The  machine  is 
also  mounted  for  gravity  stamps,  being  driven  from  a  falling  stamp  by  a  system 
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of  levers.  In  this  ease  the  chute  receives  its  sudden  backward  motion  when  the 
stamp  tappet  strikes  the  buffer-rod,  and  is  then  pushed  forward  by  a  spring. 
The  Tulloch  is  good  for  granular,  but  not  for  stickv  ores. 


FIG.   488. — TULLOCH   ORB  FEEDER. 

Pig.  489  i^hows  a  simple  and  effective  feeder  for  dry  and  comparatively  fine 
material.  The  hopper  a  delivers  to  an  inclined  chute  h,  which  is  hinged  at  c 
and  receives  vertical  vibrations  from  the  revolving  octagonal  shaft  rf.  The 
shaft  makes  125  to  130  revolutions  a  minute.  The  length  of  the  vibrations  can 
be  varied  by  means  of  the  supporting  cord  and  roller  e. 
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FIG.  489. — ^BUMPING  ORB  FEEDER.     FIG.  490. — SLIDING  BLOCK  ORE  FEEDER. 


Sliivng  \Bhch  Feeder.— In  Mill  30  a  sliding  block  feeder  delivers  the  ore 
to  No.  1  rolls.  This  feeder  (Pig.  490)  consists  of  a  plunger  which,  by  means 
of  a  crank  and  connecting  rod  is  moved  forward  and  back  in  a  trough  beneath 
a  hopper  so  as  to  alternately  open  and  close  the  apex  of  the  hopper.  The  plunger 
is  made  of  i-inch  steel  plate  braced  inside.  It  is  10  inches  high  and  15  inches 
wide.  As  the  plunger  moves  backward  a  certain  amount  of  ore  drops  in  front  of 
it,  and  on  the  return  stroke  is  pushed  forward  to  the  rolls.  The  total  throw  of 
the  crank  is  IJ  inches.    The  trough  slopes  i  inch  per  foot  toward  the  rolls. 
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Cornish  Feeders  have  no  moving  parts,  but  are  operated  by  the  action  of  a 
stream  of  water  directed  against  a  bank  of  ore.  In  Fig.  491,  a  is  a  chute  with 
its  bottom  sloping  from  the  two  sides  to  the  middle^  &  is  a  pipe  feeding  water 
centrally,  and  c  is  a  hopper.  The  two  sides  and  the  upper  end  of  the  hopper 
are  supported  an  inch  above  the  chute  by  comer  supports,  while  the  lower  end  d 
reaches  down  to  the  chute.  Ore  being  charged  into  the  hopper,  a  stream  of 
water  from  the  pipe  b  gradually,  washes  it  down,  discharging  it  on  both  sides 
of  the  hopper.  To  prevent  backing  up  of  the  water,  followed  by  a  sudden  rush 
of  ore  and  water,  the  chute  must  have  a  considerable  slope,  say  1^  to  3  inches 
per  foot.  -The  space  e  must  be  wide,  perhaps  4  inches,  and  the  front  end  of  the 
hopper  reach  to  the  bottom  of  the  chute.  With  the  details  as  shown,  a  granular 
ore  is  delivered  regularly  and  evenly  from  both  sides  of  the  hopper.    The  feeder. 
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however,  is  not  adapted  for  sticky  ores  or  for  coarse  sizes.  The  details  shown 
in  the  figure  are  those  of  a  laboratory  apparatus,  but  the  same  general  principle 
is  used  in  mills. 

Summary. — ^The  following  summary  indicates  the  extent  to  which  mechanical 
feeding  is  used:  Of  31  mills  using  gravity  stamps,  25  use  Hendy  Challenge 
feeders  for  the  stamps,  2  use  roller  feeders,  1  uses  an  undesignated  style, 
and  in  the  3  other  cases  jig  tailings  either  run  to  the  stamps  by  gravity  or 
are  fed  by  hand.  Although  the  principal  use  of  automatic  feeders  is  for  gravity 
stamps,  they  are  also  considerably  used  for  other  machines.  For  example, 
Tulloch  feeders  are  used  for  rolls  in  Mills  26,  32,  34  and  35,  for  the  Bryan  mill 
in  Mill  26,  and  for  trommels  in  Mills  27  and  28.  Hendv  feeders  are  used  for 
rolls  in  Mill  87,  for  Huntington  mills  in  Mills  27  and  28,  and  for  No.  1  trommel 
in  Mill  37.  Roller  feeders  are  used  for  rolls  in  Mills  22  and  91,  for  the  Griffin 
mill  in  Mill  72,  and  for  screens  in  Mill  91.  In  Mill  94  a  Briart  automatic  bar 
screen  (see  end  of  §  270)  feeds  a  breaker. 
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§  625.  Distributors  are  used  for  two  purposes :  to  divide  a  stream  of  ore 
evenly  between  two  or  more  machines  (mill  distribution) ;  and  to  distribute  tiie 
ore  evenly  to  a  single  machine  (machine  distribution).  The  object  of  the  first 
is  to  give  each  machine  its  proper  amount  and  kind  of  work;  the  object  of  the 
second  is  to  give  the  right  amount  of  work  to  each  part  of  a  single  machine. 

Mill  Distributors. — ^At  Mill  44  the  pulp  from  each  steam  stamp  is  distributed 
to  four  classifiers  by  a  box  distributor.  The  pulp  enters  at  one  side  by  a  spout 
16  inches  wide.  Oii  the  opposite  side  is  a  delivery  spout,  which  branches  into 
two,  each  of  which  is  6  inches  wide.  A  delivery  spout  6  inches  wide  also  extends 
from  each  of  the  two  remaining  sides. 

In  Mill  33  the  spigot  products  of  the  surface  current  classifiers  are  distributed 
to  two  slime  tables  by  a  box  which  has  two  spigots  and  no  overflow.  In  Mill  38 
a  similar  box  is  used  to  distribute  the  ore  and  water  from  the  Huntington  mills 
to  three  hydraulic  classifiers ;  and  in  Mill  39  two  boxes  (each  3  feet  long,  2  feet 
wide  and  2i  feet  deep)  distribute  the  undersize  of  the  4.5-mm.  trommels  to  four 
hydraulic  classifiers.  Distributing  tanks  that  have  an  overfiow  of  water  while 
the  ore  is  delivered  from  spigots,  are  described  in  §  339. 

The  Parson's  Distributor  (Figs.  312a  and  S12d),  is  used  in  Mill  25.  It  consists 
of  a  smaller  vertical  cylinder  within  a  larger  one.  The  annular  space  between 
the  two  is  divided  into  segments  by  radial  partitions;  and  each  of  these  seg- 
ments connects  with  the  inner  cylinder  through  a  vertical  slot.  The  feed  ore 
enters  the  bottom  of  the  inner  cylinder  from  a  centrifugal  pump  below,  passes 
through  the  slots  into  the  segmental  compartments,  and  is  discharged  from  these 
through  pipes  screwed  into  the  bottom.  Dimensions  are  shown  in  the  figure. 
A  similar  method  is  used  for  slime  table  pulp  in  Mill  44,  the  pulp  being  delivered 
upward  from  a  centrifugal  pump  through  the  bottom  of  a  square  box,  from  each 
aide  of  which  a  pipe  conducts  the  material  to  a  slime  table. 

In  Mill  22  the  oversize  of  No.  2  and  No.  3  trommels  is  distributed  to  jigs  by  a 
series  of  baffle  plates  and  swinging  partitions,  as  shown  in  Fig.  492.  The  ore 
is  evenly  distributed  across  the  apparatus  by  passing  over  the  baffle  plates  P, 
and  is  then  divided  by  the  three  swinging  boards  B,  and  discharged  through  the 
four  holes. 

In  Mill  78  the  overflow  from  the  classifier  is  divided  up,  for  the  canvas  tables, 
at  the  point  of  overflow  (see  Fig.  256a),  instead  of  being  conducted  a  considerable  • 
distance  in  a  launder  before  being  divided.  The  advantage  of  this  method  is 
that  the  overflow  of  the  classifier  is  uniform  all  the  way  across  the  stream,  but, 
after  it  has  run  some  distance  in  a  launder,  the  heavier  or  the  larger  grains  are 
likely  to  all  concentrate  in  the  center  or  at  one  side. 

In  Mill  20  the  overfiow  of  the  hydraulic  classifier  is  distributed  to  the  vanners 
by  a  distributing  trough,  from  the  bottom  of  which,  at  successive  points,  l^-inch 
pipes  extend  downward.  The  amount  discharged  through  each  of  these  pipes  is 
controlled  by  a  button  which  can  be  swung  over  the  top  of  the  pipe.  A  dam  made 
of  a  piece  of  |-inch  board,  exten-cte  across  the  trough  just  beyond  each  pipe  to 
form  a  pocket  that  shall  assist  the  pipe  to  get  its  proper  share  of  pulp. 

Machine  Distributors. — A  common  method  of  distributing  the  spigot  product 
of  a  classifier  across  the  feed  end  of  a  jig  is  to  let  the  material  discharge  on  a 
sloping  fan-shaped  apron,  the  wide  lower  end  of  which  is  the  same  width  as  the 
jig  screen.  In  Mills  22,  31,  32,  35  and  47  the  slime  tables  are  fed  by  fan- 
shaped  distributors  with  diverging  blades.  At  Mill  78  this  same  form  is  used 
for  canvas  tables,  with  the  addition  of  a  dam  at  the  foot  of  the  distributor,  per- 
forated with  small  holes  2  inches  apart.  (See  Fig.  4016.)  In  Mill  86  fine  pulp 
is  distributed  to  a  classifier  by  a  fan-shaped  apron  with  divergiog  blades  fol- 
lowed by  diamond-shaped  dividing  blocks.     (See  Fig.  257a.) 
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The  Woodbury  vanner  uses  a  special  form  of  distributor,  which  consists  of  a 
revolving  pot  delivering  through  a  spout  to  the  successive  divisions  of  a  fan- 
shaped  distributor  with  radiating  blades.  (See  Fig.  387.)  In  Mill  61  an  adjust- 
able conveyor  is  used  to  distribute  the  ore  to  diflEerent  parts  of  a  bin.  (See  §  627.) 
The  distributors  used  between  gravity  stamps  and  amalgamating  plates  are 
described  in  §  521. 

In  Mill  91  an  ejffective  device  (Pig.  493)  is  used  to  evenly  distribute  the  ore 
to  the  drier,  after  being  reduced  to  a  maximum  diameter  of  about  J  inch  (12.7 
mm.).  The  ore  being  fed  in  quantity  into  the  hopper,  1,  is  divided  into  a  number 
of  streams  by  the  diverging  partitions,  2,  at  the  bottom  of  Which  is  the  X-shaped 
divider,  3.  Each  of  the  upper  arms  of  the  X  is  a  series  of  alternate  dams  and 
openings,  each  dam  on  one  side  being  opposite  a  space  on  the  other  side;  but 
the  two  lower  arms  of  the  X  have  no  openings.  The  ore  is  thus  divided  into  a 
number  of  streams,  half  of  which  go  to  the  right  and  half  te  the  left,  and  are 
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piQ.  493. — ^Edison's  distributor. 

discharged  upon  the  two  dividers,  4,  the  dams  of  which  lap  half  way  on  the 
openings  of  the  divider,  3.  The  same  division  of  the  ore  continues  through  the 
dividers  4,  5,  6  and  7,  the  result  being  that  the  ore  is  distributed  in  a  large 
number  of  equal  streams. 

Water  Begulators. 

§  626.  It  is  important  that  water  should  be  supplied  to  all  the  machines  under 
a  constant  head.  Without  this  it  is  impossible  to  regulate  the  supply  to  the 
machines.  The  best  way  te  get  a  constant  head  is  to  have  a  large  supply  tank 
which  constantly  overflows.  Wherever  several  machines  draw  water  from  the 
same  pipe,  this  pipe  must  be  so  large  that  the  regulation  of  water  on  one  machine 
affects  only  slightly  the  quantity  supplied  to  the  others.  Strainers  to  remove 
sticks  and  other  obstructions,  must  be  used  on  pumps  lifting  water  to  supply 
tanks,  and  it  will  often  be  necessary  to  use  fine  strainers  on  the  pipes  connecting- 
the  supply  tanks  with  the  machines  where  very  close  regulation  of  water  is  needed. 
The  reader  is  referred  to  Trautwine's  Civil  Engineer's  Pocketbook,  and  to  Kent> 
Mechanical  Engineer's  Pocketbook,  for  rules  and  formulas  for  planning  pipes 
for  mill  work. 

To  get  the  right  quantity  of  water  on  starting  after  a  stop,  dial  cocks  are  very- 
convenient.     They  have  been  adopted  by  several  manufacturers  for  the  cocks 
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supplying  hydraulic  water  to  classifiers.  Another  method  is  the  two-cock  sys- 
tem: one  cock  is  permanently  set  for  a  desired  quantity  of  water,  while  the 
other  is  used  to  let  on  and  shut  ojff  the  water;  in  place  of  the  first  cock  a  pipe 
union  with  a  perforated  disk  of  metal  may  be  used,  the  size  of  the  hole  in  the 
disk  being  such  that  it  will  pass  the  quantity  of  water  desired. 

Appliances  for  Conveying  and  Elevating  Ore  and  Water. 

Ore  or  sand,  with  or  without  water,  may  be  lifted  and  conveyed  in  a  number  of 
ways:  by  conv^ors,  bucket  and  platform  elevators,  sand  wheels  and  pumps. 


CONVEYORS. 

§  627.  There  are  two  chief  classes  of  conveyors :  Ist,  those  of  the  endless  belt 
type,  which  move  forward  with  the  product  to  be  conveyed  (for  example,  rubber 
belts,  chain  belts  with  pans,  chain  belts  with  buckets,  chain  scrapers  moving  in 
troughs)  ;  and  2d,  those  in  which  the  product  is  moved  by  the  propelling  motion 
of  a  screw  thread  or  by  the  jerking  of  an  oscillating  tube  or  trough.  Those  of  the 
first  class  are  used  for  conveying  on  an  up  grade  as  well  as  on  a  level  or  a  down 
grade;  those  of  the  second  only  for  level  or  down  grade. 

Rubber  Belt  Conveyors,  which  are  more  commonly  used  than  any  other 
form,  consist  of  endless  belts  running  on  two  large  pulleys  or  drums,  and  with 
intermediate  supporting  rollers.  The  belts  have  to  be  of  special  quality  of  rubber 
to  withstand  the  wear,  while  cotton  duck  furnishes  the  strength.  The  greatest 
wear  comes  on  the  middle  portion  of  the  belt,  and  to  overcome  this  the  Robins 
belt  has  a  thicker  layer  of  rubber  in  the  center. 

The  design  of  the  supporting  and  guiding  rollers  is  important.  There  are  five 
different  designs :  in  the  five-roller  form  (Robins,  Fig.  494)  1  is  the  main  sup- 


fig.  495. 


fig.  494. 


FIG.  497. 


FIG.  496. 


porting  roller,  2,  2  give  the  belt  a  trough  shape,  and  3,  3  guide  Iflie  belt.  In 
the  four-roller  design  (Jeffrey,  Pig.  495),  1,  1  support  the  belt  and  give  it  a 
trough  form,  while  2,  2  guide  the  belt.  The  conical  troughing  roller  (Robing^ 
Pig.  496)  is  not  suitable  for  belts  more  than  14  inches  wide,  because  the  un- 
avoidable slip  on  the  beveled  portion  of  the  roller  wears  the  belt.  With  tte 
single  roller  with  skirt  boards  (Fig.  497)  the  ore  is  prevented  from  creeping  off 
the  edge  by  the  skirt  boards  1,  1,  but  the  belt  is  apt  to  be  cut  by  lumps  that  be- 
come wedged  beneath  the  skirt  boards.  With  the  plain,  single  roller  without 
skirt  boards,  the  belt  can  carry  only  a  thin  layer  of  ore,  and  therefore  the  ca- 


660  ORB  DBE88INQ.  §  627 

pacity  is  small  compared  with  the  other  forms.  In  these  last  two  forms  the  belt 
is  guided  by  the  end  rollers,  which  are  made  crowning  in  the  center.  The  sup- 
porting rollers  are  placed  near  together  (4  to  6  feet  apart,  according  to  l£c 
amount  of  ore  carried)  to  avoid  sagging  of  the  belt.  The  idlers  beneath,  for  the 
return  of  the  belt  may  be  twice  as  far  apart  as  the  upper  set^  and  may  be  simple 
flat  rollers,  whatever  the  design  of  the  upper  set 

It  is  better  to  apply  the  power  at  the  delivery  end  than  at  the  receiving  end, 
because  in  that  case  the  tight  part  carries  the  ore.  The  pillow  blocks  of  one  of 
the  end  rollers  ^ould  be  adjustable  by  set  screws,  to  take  up  slack  in  the  belt. 
The  driving  pulley  should  be  of  suflScient  diameter  to  transmit  the  power  without 
slipping.  In  order  to  lessen  the  wear  on  the  belt  the  ore  should  te  delivered  to 
it  with  as  little  drop  and  at  as  small  an  angle  as  possible,  and  should  be  moving ' 
forward  with  the  same  velocity  as  the  belt.  In  Mill  92  the  ore  from  No.  1 
breaker  is  separated  by  a  screen,  the  fine  falling  upon  the  belt  first,  and  so 
protecting  it  from  the  tearing  action  of  the  coarse  lumps. 

Hubber  belt  conveyors  usually  discharge  at  one  end,  but  at  Mill  84  the  ore  is 
discharged  at  any  desired  point  along  the  side  by  fixing  an  oblique  scraper  at 
that  point.  The  Sobins  Conveying  Belt  Co.  make  special  trippers  for  this  pur- 
pose in  which  the  belt  moves  up  a  short  incline  to  a  roller,  then  passes  downward 
and  backward,  and  around  another  roller,  and  again  moves  along  in  its  normal 
direction.  In  making  the  reverse  turn  at  the  top  the  belt  delivers  its  load  into 
a  side-discharging  hopper.  The  tripper  is  so  constructed  as  to  move  back  and 
forth  automatically,  and  thus  distribute  the  ore  in  a  long  bin;  but  it  may  also 
be  set  to  deliver  all  the  ore  at  any  one  place. 

The  belt  conveyor  in  Mill  61  is  arranged  to  distribute  the  ore  in  the  bin,  which 
is  52  feet  long.  The  conveyor  is  29  feet  long,  and  the  frame  that  supports  it 
runs  upon  a  truck,  and  can  be  rolled  in  the  direction  of  its  length  so  as  to 
deliver  the  ore  to  different  parts  of  the  bin.  Power  is  applied  at  9ie  receiving 
end  by  means  of  a  rope  and  grooved  pulley,  with  a  take-up  which  allows  the 
truck  to  move  to  diflferent  positions.     The  belt  runs  in  either  direction. 

Pan  or  Plate  Conveyors  consist  of  a  series  of  steel  pans  or  plates  riveted 
or  bolted  to  link  belts.  In  some  cases  rollers  are  attached  to  the  link  pins,  one 
on  each  side  of  each  pan,  to  support  the  conveyor;  in  other  cases  the  pans  run 
upon  stationary  rollers.  At  each  end  of  the  conveyor  the  belts  pass  over  poly- 
gonal sprocket  wheels,  and  power  is  received  through  the  one  at  the  delivery  end. 
Edison  puts  in  an  extra  sprocket  Wheel  near  the  end  so  as  to  drive  by  a  direct 
pull.  These  sprocket  wheels  also  serve  to  guide  the  belt.  The  pans  have 
rectangular,  flat  bottoms,  and  may  have  sides  flaring  upward.  If  the  conveyor 
has  little  or  no  slope  the  pans  are  open  at  the  front  and  back,  and  the  front  edge 
laps  on  the  rear  edge  of  the  preceding  pan  in  order  to  prevent  any  ore  from 
dropping  through.  If,  however,  the  conveyor  has  an  appreciable  slope  upward 
the  pans  have  raised  backs.  When  simple  flat  plates  without  raised  sides  arc 
used,  they  require  skirt  boards  along  the  sides  to  prevent  the  ore  falling  off. 

A  Scraping  Conveyor  consists  or  a  series  of  steel  scrapers  riveted  or  bolted 
to  the  links  of  an  endless  chain,  and  drawn  along  in  a  steel  trough.  In  some  casea 
rollers  attached  to  the  link  pins  run  on  a  track  and  keep  the  scrapers  off  tho 
bottom  of  the  trough.     In  other  cases  the  scrapers  move  along  on  the  bottom. 

A  Bucket  Conveyor  consists  of  a  series  of  steel  buckets  hung  on  trunniom 
between  two  parallel  link  belts  in  such  a  manner  that  the  buckets  remain  upright 
in  whatever  direction  they  move.  As  the  buckets  move  continuously  they  re- 
quire special  arrangements  for  filling,  and  they  can  be  emptied  at  any  point  bv 
automatic  tipping  arrangements.  They  are  considerably  used  in  coal  storage 
plants. 
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In  Mill  26  a  conveyor  is  used  consisting  of  ordinary  elevator  buckets  fastened 
to  a  rubber  belt.  It  rises  16  feet  in  a  length  of  47  feet  6  inches^  and  runs  240 
feet  per  minute.  The  belt  is  old  belt  frohi  No.  1  or  No.  2  elevator.  The  cups 
are  7  inches  long,  4J  inches  wide  and  4i  inches  deep  made  of  No.  2  (Birming- 
ham Wire  Gauge)  steel  and  placed  20  inches  apart.  They  cost  $0.60  each 
and  last  1  to  2  years.  The  head  pulley  is  28  inches  diameter  and  the  boot  pulley 
is  24  inches.    The  cost  of  repairs  other  than  for  cups  is  nominal. 

The  Edison  distributing  conveyor  is  a  bucket  conveyor  with  narrow  transverse 
slots  running  the  full  length  of  the  bottom  of  the  buckets.  TThe  buckets  are 
suspended  between  links  wlhich  join  the  axles  of  the  carrying  wheels,  and  their 
bottoms  are  about  3  inches  above  the  bottom  of  a  long  trough  that  has  a  number 
of  trangverse  discharge  slots  at  suitable  intervals.  In  Mill  91  l^e  buckets  are 
2  feet  7  inches  long,  6^  inches  deep,  and  about  8  inches  wide;  and  the  axles 
of  the  wheels  are  1  foot  from  center  to  center.  When  the  conveyor  is  first  started 
a  certain  amount  of  ore  distributes  itself  along  the  trough  up  to  the  bottoms  of 
the  buckets.  The  buckets  move  along  this  false  bottom,  discharging  their  con- 
tents through  the  slots  in  the  trough  beneath.  Each  slot  receives  about  the 
same  quantity  of  ore  from  each  bucket  until  the  latter  is  empty.  The  lower 
edge  of  the  bucket  is  chilled  to  withstand  wear.  The  conveyor  is  driven  by  a 
sprocket  wheel  on  the  straight  part  of  the  chain  near  one  of  the  end  sprocket 
wheels.  Each  journal  has  a  dust  tight  oil  reservoir  on  it.  (See  Fig.  529.) 
One  of  these  conveyors  at  Mill  91  is  350  feet  long,  has  a  speed  of  150  feet  a  min- 
ute and  a  capacity  of  600  tons  per  hour.  It  requires  5  horse  power  when  run- 
ning empty,  and  but  little  more  when  running  full. 

Table  370  shows  the  dimensions  and  kinds  of  belts  used  for  conveyors  in  some 
of  the  mills. 

TABLE    370. — ENDLESS    BELT    CONVEYORS. 


urn  Number. 

OoDVQyor  No. 

T^^&^ 

Width  of  Belt. 
Inches. 

Kind  of  Belt 

Speed. 
IMi  per  Minute. 

« 

PWIIT. , , 
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ao 

1 
0 

85 

?i 

SO 
12 
18 
81 

00 

80 

P»nff(c), ,.. 

00 

48 

7          % 
80 

6-pl7  rubber 

86 

ei 

Rubber 

M 

Old  rubber  belt. 

98 

So.::;:::::::::. 

Rubber 

lis 

01 

1 
8 

4 
6 

01 

860 
600 
00 

Ediflon  pcrauer 

160 

01 

Edison  buckets 

150 

01 

Eklison  buckets 

150 

(a)  8^  inches  at  top,  81  inches  at  bottom,  0  inches  deep.    (5)  91^  inches  at  top,  91  inches  at  bottom,  8 
iiKdies  deep,    (c)  These  pans  have  backs  6  inches  high,  because  the  oonyeyor  has  an  upward  slope  of  80*  60'. 


ScBEW  Conveyors  are  revolving  shafts,  horizontal  or  nearly  so,  with  attached 
helical  blades  resembling  screw  threads  which  work  in  semi-circular  troughs. 
They  are  sometimes  used  to  convey  comparatively  fine  dry  ore,  as  for  instance 
in  Mill  94,  where  one  of  them  distributes  the  undersize  of  the  20-mesh  trommels 
to  several  bins.  Their  most  common  use  in  connection  with  ore  treatment  is 
in  dry  crushing  silver  mills,  where  they  collect  the  pulverized  ore  from  the  dry 
stamps,  and  carry  it  to  the  elevator  on  its  way  to  the  roasting  furnaces. 

Jerking  Trouohs. — At  Mill  44  the  coarse  concentrates  from  the  automatic 
discharges  on  the  coarse  jigs  are  conveyed  to  the  shipping  car  in  a  jerking  pipe. 
This  is  about  2  inches  in  diameter,  slopes  slightly  downward,  and  is  perhaps  30 
feet  long.  It  is  fed  through  a  slot  in  the  pipe  at  the  upper  end  by  a  hopper, 
is  driven  by  a  disk  motion  and  delivers  the  concentrates  to  the  shipping  car. 
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ELEVATORS. 

§  628.  The  following  machines  are  used  to  elevate  ore  and  water:  bucket 
elevators^  platform  elevators,  sand  wheels  and  various  forms  of  pumps. 

Bucket  Elevators  are  used  for  gravel  or  sand,  with  or  without  water.  They 
are  endless  belts  with  buckets  attached,  running  upon  two  pulleys^  one  above 
and  one  below.  The  direction  of  lift,  in  different  cases,  varies  from  vertical  to 
an  inclination  of  perhaps  15^  or  20°  toward  the  downcoming  side.  With  an 
inclined  belt,  intermediate  supporting  rollers  are  provided  for  the  upgoing  side 
of  the  belt.  The  upper  pulley  generally  drives  the  belt,  receiving  power  ftpom  a 
side  pulley.  The  lower  pulley  is  hung  in  sliding  boxes,  which  can  be  moved  by 
tension  screws  to  tighten  the  belt.  The  whole  is  often  housed  in  a  tight  box; 
the  lower  part  of  which  is  called  the  boot,  and  is  provided  with  a  receiving  spouL 
The  boot  sometimes  extends  beyond  the  rest  of  the  housing  and  is  open  at  the  top. 
There  are  doors  in  the  housing  to  permit  repairs,  oiling  and  cleaning.  Some 
mills  have  semi-circular  metal  boots  made  so  as  to  be  dropped  for  ease  of  cleaning, 
etc.  The  buckets  on  the  belt  come  down  on  the  under  side,  scoop  up  the  ore  fronl 
the  boot  as  they  turn  on  the  lower  pulley  (or  receive  the  ore  directly  from  a  spout 
just  after  they  turn  the  pulley),  carry  it  to  the  top  on  the  upper  side  of  the  belt, 
and  throw  it  out  to  the  discharge  spout  by  centrifugal  force  as  they  pass  over  the 
top  pulley.  The  discharge  spout  should  be  covered  for  a  few  feet,  to  confine  the 
ore  in  the  spout.  In  order  to  prevent  excessive  wear  at  the  point  where  the  ore 
strikes  the  spout,  it  is  well  to  construct  the  latter  so  that  a  protecting  cover 
of  ore  shall  be  retained  at  that  point.  If  this  is  not  done  the  wear  may  t^  taken 
by  a  cast  iron  plate.  The  speed  of  travel  must  be  such  that  the  buckets  will 
throw  their  contents  far  enough,  by  centrifugal  force,  to  make  a  clean  discharge. 
The  belt  speeds  found  in  the  mills,  with  a  few  exceptions,  range  from  200  to  400 
feet  a  minute,  300  feet  being  the  most  common  figure. 

As  elevators  are  subject  to  a  good  deal  of  wear  they  should  be  inspected  fre- 
quently. Six  of  the  mills  report  that  inspections  are  made  daily,  one  every  three 
days,  one  weekly,  one  monthly,  and  one  whenever  the  mill  is  stopped  for  any 
considerable  time. 

The  belt  is  usually  of  rubber.  Of  30  mills  using  bucket  elevators,  26  use 
rubber  belts,  3  have  malleable  iron  link  belts  and  1  has  wire  ropes.  The  material 
for  rubber  belts  should  be  of  special  quality,  having  an  extra  coating  of  rubber 
to  withstand  the  wear  of  the  ore.  The  ends  of  the  belt  are  laced  together  in 
the  usual  way,  and  the  buckets  are  riveted  or  bolted  to  the  belt.  The  spaces 
between  the  buckets  vary  in  the  mills  from  12  to  24  inches  between  centers,  with 
one  exceptional  case  of  36  inches.  The  belt  is  usually  wide  enough  to  extend 
i  inch  or  1  inch  beyond  the  buckets  on  each  side.  The  life  of  rubber  belts,  given 
in  Table  371,  is  from  2  months  to  4  years.  This  great  range  is  largelv  due  to 
differences  in  the  amount  of  ore  handled,  and  in  the  amount  of  idle  time ;  but  it 
is  also  partly  due  to  different  qualities  of  belt. 

The  Gandy  belting,  used  for  elevators  in  Mill  92,  is  made  of  cotton  duck  with 
a  number  of  longitudinal  rows  of  stitching.  The  warp  threads  are  larger  than 
the  woof  threads,  for  the  sake  of  strength.  After  the  belt  has  been  stitched  it 
is  thoroughly  saturated  with  linseed  oil,  and  then  painted. 

Link  belts  are  of  two  kinds :  the  pin-and-link,  and  the  detachable  link,  in  which 
the  cross  bar  of  one  link  mates  with  the  one  or  two  hooks  of  the  next.  The 
backets  are  riveted  or  bolted  to  the  links  of  the  chain.  This  form  of  belt  has 
the  advantage  of  great  strength ;  all  parts  are  nearly  equally  strong.  They  have 
no  weak  point  like  the  lacing  of  the  rubber  belt.  Their  disadvantage  is  in  the 
wear  of  metal,  due  to  grit.  This  is  particularly  true  when  they  are  run  wet. 
The  chains  usually  run  over  sprocket  wheels,  though  with  special  forms  of  links 
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TABLE    371. — BUCKET    ELEVATORS. 
Abbreviations.— Ft = feel;  In. = inches. 


i 

^1 

Belts. 

Buckets. 

MatariaL 

Life. 

! 

4 

i 

i 
a 

21 

Material, 

'        JJi9, 

10-1 

Ft. 

Inches. 

In. 
18 
18 

8 
18 
18 
18 
10 
10 
16 
10 

6 
18 

8 

is' 

14 
18 
12 
18 

Belt 

In. 

m. 

In. 

In. 

ii 

88 
60 
16 
88 
16 
81 

"vi 

80 

ao* 

It* 

18 

80' 
96 

"w" 

80 
80 
84 
84 
84 
84 
a  80, 84 

"so"* 

80 
80 
80 
80 

n' 

ii 

4» 

15-1 
16 

6-ply  rubber. . . 
Rubber 

40  weeks... 
8to4year8. 

888 
800 
800 
840 
860 
860 
820 
800 
68 
195 
840 
840 
800 
800 
800 
800 

18 
8 
8 

7 
5 
5 

6 
5 
5 

16« 

Pressed  steel 

8  years. 
Syears. 

17 

18 

80-1 

O-pIy  rubber... 
0-pIy  rubber. . . 

Oweeks.... 

9 

5 

5 

18 
84 
21 
81 
80 
84 
18 
86 
84 
84 
84 
84 

Pressed  steel 

9  weeks. 
60-180  days. 

81-1 

4-plv  rubber. . . 
Link  chain.... 
4-ply  rubber... 
10-pV  rubber.. 
8-piy  rubber... 
O-ply  rubber. . . 

84  weeks. . . 
6  months . . 
10  months.. 

ii 

6  months... 
»i 

8  months... 
8  months... 

10 
6 
10 
18 
19 
10 
19 
18 

6 
8 

7 

7 

4 

"4' 
4 
6 
5 
6 
6 

84  weeks. 

24 
86 
86-1 

Riveted  sheet  steel 
Pressed  steel 

10  months. 
18  months. 
6  months. 
18  months. 

27-1 

Malleable  iron.... 

8  months. 

8^1 

18 
10 
16 
18 

18 
18 
14 
18 
18 
18 
18 
18 
16 
16 
18 
18 
10 
18 
18 
14 
19 
18 
12 
20 
80 
18 
12 
18 
12 
8 
14 
18 
16 

Belt 

14 
10 
10 
11 
U 
11 
14 
10 
10 
10 
11 
11 

6 
6 

80-1 

89 
18 
80 
88 
88 
80 
60 
86 
80 
88 
40 
40 

BO* 
80 
80 
86 
66 
60 
88« 

'49 

'45' 
80 
80 
88 
41 
88 
48 

a84,a0 
84 

"42  " 
86 
86 

40 
48 
48 
84 
86 
80 
86 

"*86    ' 
86 

'  '86* ' ' 
86 
86 

"si  * 

7-ply  rubber. . . 
6-pIy  rubber. . . 

80-94  weeks 
24  weeks... 

875 
800 

.... 

82 
84 
84 
16 
16 
16 
28 
18 
18 
18 
16 
16 

16  weeks. 
16  weeks. 

81-1 

7>ply  rubber. . . 

18  weeks... 

800 
200 
800 
800 
812 

M 

8-ply  rubber. . . 
5- ply  rubber. . . 

6  months... 

5  months. 

84-1 

6 
6 
6 
6 
6 

!!!! 

7-pIy  rubber.'!. 

84WM1C8!!! 

820 
470 

8^16 

Malleable  iron 

58  weeks. 

87-1 

Belt 

88-1  c 

8-pIy  nibber!!! 

t4 
i» 

ii 

aOwe^ks!!! 
84  weeks... 
16  weeks. . . 
14  weeks... 

"sso" 

800 
400 
400 
400 
858 
858 

ii" 

18 
10 
18 
18 
18 
18 
18 
18 
18 
18 

'6* 

7 
6 
7 
7 
7 
7 
7 
7 
8 
8 

"is" 

15 
18 
12 
12 
15 
15 

i.n'wfif^irif."* 

40  weeks. 

80-1 

16  weeks. 

14  weeks. 

40-1 

10-ply  rubber.. 

8  months... 
16  weeks... 

Malleable  iron.... 

16  weeks. 
16  weeks. 
68  weeks. 

10-ply  rubber.. 

84  weeks... 

400 

... . 

16 
16 
16 

58  weeks. 

Malleable  iron .... 

48-1 

»4 

48  weeks... 

400 
800 
800 
860 

5-«  years. 

H-dIv  rubber!!! 



11 
10 
10 
8 
18 

5 

7 
10 

48-1 

6  ply  rubber. . . 
I! 

18  months., 
ii 

12 

MaUeableiron.... 

2  years. 

8-ply  rubber. . . 
Beit 

8  months... 

Sf 

270 
240 

6 

84 

46 
80 

ii 

87 

44 

80-1  e 

8 
10 

ii 

10 
12 
5 

86 
84 
84 
10 
6 
4 
10 

86 
40 
60 

iii 

&)88 

44 

00 

I^k  belt 

100 
150 

8 
18 
18 
18 
6 
4 
8 
6 

91-1 

Wire  rooe 

18 
7 

7 

84 
24 
18 
16 
16 
14 

860 
145 
860 
90 
480 

08-8 

8.ply"Gandy" 
6-ply**Gandy" 

6 
4 

10 

6ft6 

. .  * . 

'a)  These  are  the  diameters  of  the  top  and  bottom  pulleys  respectively,  (b)  Carries  850  to  800  tons  of  ore 
in  84'  hours,  (c)  Oarries  150  tons  of  ore  in  84  hours,  (d)  Two  of  these  elevators.  One  carries  66  tons  of  sand 
and  860  tons  of  water;  the  other  carries  44  tons  of  sand  and  840  tons  of  water  in  84  hours.  («)  Carries  186  tons 
of  ora  in  24  hours.  (/)  The  links  are  5  inches  wide,  (g)  This  is  a  smooth  pulley,  {h)  Eight  wire  ropee  M  inch 
in  diameter.    (0  Heavy  steel  chain. 
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smooth  wheels  are  used.  Link  belt  elevators  are  sometimes  provided  with  special 
dumping  devices  which  do  not  require  centrifugal  force  to  discharge  them,  and 
they  can,  therefore,  be  run  at  a  slower  speed  than  is  necessary  with  rubber  belts. 
The  reader  is  referred  to  the  catalogues  of  manufacturers  for  these  devices. 

Wire  rope  has  displaced  the  usual  rubber  belt  for  elevators  in  Mill  91.  Eight 
wire  ropes  f  inch  in  diameter  are  held  at  proper  distances  apart  by  a  aeries  of 
transverse  iron  grooved  clamps  with  bolts ;  and  the  buckets  are  attached  to  these 
clamps.  The  ropes  are  very  flexible  (probably  that  known  as  tiller  rope),  and 
run  over  smooth  pulleys  38  inches  in  diameter.  When  the  elevator  has  a  slope 
the  buckets  carry  flanged  wheels,  which  run  on  side  tracks ;  but  when  the  elevator 
is  vertical  the  belt  is  kept  tight  by  a  1,000-pound  weight  suspended  from  the 
boxes  of  the  lower  pulley.  Mr.  Edison  reports  that  for  No.  2  elevator  a  rubber 
belt  lasted  three  days  and  a  link  belt  lasted  a  week,  while  the  wire  rope  elevator 
lasts  indefinitely.     It  should  be  said,  however,  that  the  ore  is  not  wet. 

The  buckets  for  elevators  are  made  of  pressed  steel,  riveted  sheet  steel,  or 
malleable  iron.  The  lists  of  the  Jeffrey  Manufacturing  Company  show  buckets 
of  any  width  (that  is,  projection  from  the  belt)  from  2  to  8  inches;  of  any 
length  (that  is,  dimension  across  the  belt)  from  2  to  26  inches;  and  of  any  thick- 
ness of  plate  from  0.083  to  0.203  inch  (No.  14  to  No.  6  B.  W.  Q.).  The  depths 
are  not  stated.  In  all  cases  the  buckets  are  water  tight,  except  when  it  is  desired 
to  raise  the  ore  and  leave  the  water  behind,  and  then  the  buckets  are  perforated. 

The  capacity  of  a  bucket  elevator  depends  on  the  size  of  the  buckets,  the  space 
between  the  buckets  and  the  speed  of  travel.  The  following  figures,  for  the 
common  sizes  of  buckets  used  in  the  mills  are  based  on  data  from  the  catalogue 
of  the  Jeffrey  Manufacturing  Company.  The  buckets  are  assumed  to  be  r^ 
inches  between  centers,  and  the  speed  300  feet  a  minute.  It  is  also  assumed 
that  every  bucket  is  full;  but  as  the  feed  to  elevators  is  never  perfectly  regular 
a  liberal  margin  has  to  be  allowed  on  these  theoretical  capacities.  The  manufac- 
turers, in  making  estimates,  sometimes  deduct  as  much  as  20  or  30%. 


Buckets. 

Capacity.  Cubic 
Feet  per  Hour. 

Buckets. 

Capacity.    CuMc 
Feet  per  Hour. 

Length  AcroM 
the  Belt.  Inches. 

ProjectioD  from 
the  Belt.  Inches. 

Length  Acroa 
the&t.  Inches. 

Projection  from 
the  Belt.  Inches. 

6 
8 
9 
10 

4 
5 
5 
« 

510 
1,850 
1,410 
8,975 

11 
18 
14 
18 

6 
7 
7 
8 

9,800 
8.966 
4.180 

ceso 

Platform  Elevators. — As  a  rule  these  are  used  only  where  material  cornea 
irregularly,  or  where  it  is  more  convenient  to  handle  it  by  carloads.  They  are 
used  for  various  products  in  Mills  27,  28,  64  and  92. 

§  629.  Sand  Wheels  are  vertical  revolving  wheels  that  carry  buckets  on  the 
inside  of  very  wide  rims.  Sand  and  water  are  delivered  to  these  buckets  when 
at  the  lowest  part  of  their  revolution,  from  spouts  on  one  or  both  sides  of  the 
wheel ;  and  discharged  when  near  the  highest  point  into  launders  on  one  or  both 
sides.  These  wheels  are  especially  adapted  to  elevating  mill  tailings  with  water, 
when  there  is  not  enough  fall  to  deliver  them  to  the  depositing  ground  bv  gravity. 
They  are  built  for  varying  lifts,  up  to  about  50  feet.  SmaU  wheels,  irequently 
called  raff  wheels,  are  also  used  for  low  lifts,  to  return  water  and  sand  for  re- 
treatment,  for  example,  on  the  Wilfley  table,  which  uses  a  little  wheel  2  feet 
9  inches  in  diameter  to  return  its  middlipgs.  Their  simplicity  of  construction 
and  operation  makes  the  running  expense  much  less  than  for  belt  elevators.  The 
wear  is  reduced  to  that  upon  two  large  journals  and  upon  the  buckets ;  and  the 
wear  upon  the  latter  may  be  made  much  less  than  in  a  belt  elevator,  because  the 
sand  can  be  delivered  to  the  buckets  in  the  direction  of  their  motion,  which  can- 
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not  be  done  with  belts.  The  wheel  is  hung  upon  two  journals,  and  when  small 
is  driven  by  a  pulley  on  the  shaft.  In  the  case  of  large  wheels,  the  driving  is 
done  either  by  pinion  and  gear  on  the  circumference  of  the  wheel,  or  by  a  rope 
passing  over  a  large  sheave  constructed  on  the  side  of  the  wheel. 

In  developing  the  practice  at  Mill  44  several  sand  wheels  have  been  used,  and 
one  of  the  later  forms  (Fig.  498)  is  here  described.  It  is  constructed  on  the 
principle  of  the  bicycle  wheel,  with  tension  spokes.  It  has  a  diameter,  outside 
the  buckets,  of  51  feet  4f  inches,  and  at  the  inner  edges  of  the  buckets  a  diameter 
of  47  feet  10  inches.  ITie  total  width  outside  the  buckets  is  11  feet  i  inch.  The 
shaft,  which  is  hollow,  is  30  inches  in  diameter,  turned  to  22  inches  at  the  jour- 
nals.    Each  journal  is  3  feet  4  inches  long,  and  the  total  length  of  the  shaft  is 

23  feet  6  inches.  The  shaft  is  made  in  three  parts,  flanged  and  bolted  together. 
Each  end  section  carries  a  hub  7  feet  2  inches  in  diameter.  From  each  of  these^ 
eighteen  main  bicycle  spokes  of  S^-inch  rod  extend  radially  to  support  the 
rim.  The  distance  between  the  lines  of  the  two  sets  of  spokes,  where  they 
intersect  the  axis  of  the  shaft,  is  16  feet  and  the  angle  between  them  is  36°. 
The  middle  section  of  the  shaft  carries  a  hub  11  feet  8  inches  diameter^ 
with  eighteen  l}-inch  tangential  spokes  to  resist  circumferential  distortion. 
Half  of  these  spokes  are  right  hand  and  half  left  hand.  On  each  side  of 
the  rim  there  are  222  buckets  consisting  of  blades  inclined  36°  to  a  line 
tangent  to  the  circle  at  the  inner  edges  of  the  buckets.  The  blades  measure  3 
feet  11  inches  parallel  to  the  axis  of  tiie  wheel,  and  2  feet  9  inches  on  the  slope; 
and  -the  distance  between  centers,  measured  on  the  circumference  at  the  inner 
edges  is  8|  inches.  For  driving  there  are  on  the  outside  of  the  rim  432  gear  teeth 
with  18-inch  face  and  4.71  inches  pitch.  The  diameter  of  the  wheel  on  the  pitch 
line  is  54  feet,  and  the  diameter  of  the  driving  pinion  is  4  feet  1^  inches  on  the 
pitch  line.  The  wheel  is  run  at  4  revolutions  a  minute,  which  gives. a  velocity 
of  10  feet  a  second  at  the  inner  edges  of  the  buckets.  At  this  speed,  and  when 
delivering  the  total  mill  tailings  (20,000,000  gallons  of  water  and  2,000  tons  of 
sand  in  24  hours)  the  buckets  begin  to  discharge  at  a  point  20  feet  4  inches  above 
the  center  of  the  shaft    If  the  water  were  increased  to  30,000,000  gallons  in 

24  hours  the  discharge  would  begin  4  inches  lower. 

Mill  45  has  a  sand  wheel  similar  to  the  above  in  general  design,  but  differing- 
in  details.  The  outside  diameter  is  32  feet;  the  diameter  at  the  inner  edges 
of  the  buckets  is  29  feet  4  inches,  and  the  width  outside  the  buckets  is  7  feet. 
The  blades  measure  about  24  inches  parallel  to  the  axis  of  the  wheel,  and  25 
inches  on  the  slope;  and  the  space  between  them  is  about  12  inches.  Each  blade 
is  inclined  38^°  to  a  line  tangent  to  the  circle  at  the  inner  edges  of  the  buckets. 
The  wheel  makes  one  revolution  in  33  seconds,  and  raises  3,744,000  gallons  of 
water  and  444  tons  of  sand  in  24  hours. 

At  Mill  12  the  oversize  of  the  trommel  is  returned  to  the  rolls  by  a  sand  wheel 
14  feet  in  diameter  and  11  inches  wide.  The  buckets  are  6  inches  deep  radially, 
and  each  blade  is  inclined  45°  from  the  tangent  at  the  inner  circumference.  The 
wheel  runs  at  20  revolutions  a  minute. 

Tailings  wheels  are  quite  largely  used  at  the  gold  mills  of  the  Band,  in  South 
Africa,  some  of  them  of  very  large  size.  For  example^  the  Henry  Nourse  Gold 
Mining  Company  has  a  wheel  60  feet  in  diameter  outside  of  tiie  buckets.**  It 
is  constructed  on  a  steel  shaft  20  feet  long,  14  inches  diameter,  turned  to  1% 
inches  diameter  at  the  journals,  each  of  which  is  30  inches  long.  The  spokes^ 
which  act  in  compression,  are  of  8  X  4-inch  timber  held  together  by  1-inch 
iron  tiebolts.  There  are  buckets  on  only  one  side.  They  are  lined  with  Amer- 
ican redwood,  which  is  easily  renewed  when  worn.  The  journal  bearings  are 
supported  by  a  pyramidal,  trussed  steel  frame  on  each  side  of  the  wheel.    Driv- 
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ing  is  done  by  wire  rope  passing  over  a  sheave  55  feet  in  diameter,  which  is  con- 
structed on  the  side  opposite  the  buckets. 

The  quantity  of  material  that  a  wheel  will  lift,  other  things  being  equal,  de- 
pends upon  the  length  and  width  of  the  blades,  or  in  other  words  upon  the 
<;ubic  capacity  of  the  spaces  between  the  blades.  The  height  to  which  the  con- 
tents of  a  given  size  of  wheel  can  be  lifted  depends  upon  the  slope  of  the  blades, 
and  upon  the  centrifugal  force  due  to  the  peripheral  speed  of  the  wheel.  For 
any  fixed  height  of  discharge  these  two  factors  are  inter-dependent :  as  the  angle 
between  the  blades  and  the  tangent  to  the  circle  increases,  the  peripheral  sp^ 
must  increase.  To  keep  the  peripheral  speed  down  to  a  moderate  amount  the 
angle  of  the  blades  may  be  diminished.  The  angle  adopted  in  Mill  44  is  36®, 
which  has  proved  satisfactory.  This  slope,  independently  of  centrifugal  force, 
enables  the  buckets  to  carry  their  contents  18  feet  7  inches  above  the  center  line 
of  the  shaft  before  they  begin  to  discharge.  The  centrifugal  force  increases  this 
•distance  to  20  feet  4  inches.  The  centrifugal  force  increases  as  the  square  of 
the  velocity,  and  therefore  the  faster  the  revolution  the  higher  will  the  buckets 
go  before  discharge  begins,  the  quantity  of  material  in  the  buckets  being  the 
same ;  or  with  the  increased  speed,  more  material  may  be  carried  in  each  bucket 
without  changing  the  point  at  which  discharge  begins. 

Assuming  the  speed  of  revolution  and  the  inclination  of  the  blades  of  the 
wheel  in  Mill  44  as  standard.  Table  372,  has  been  made,  showing  the  capacities 
of  wheels  of  various  diameters ;  the  height  above  the  receiving  point,  at  which  the 
buckets  begin  to  discharge ;  the  number  and  size  of  the  buckets ;  and  the  speeds 
of  revolution.  To  make  this  table,  all  the  data  for  the  47  foot  10-inch  wheel 
were  taken  from  Mill  44;  further,  the  dimensions  for  the  buckets  of  the  4-foot 
wheel  were  assumed  as  shown  in  the  table,  and  the  dimensions  for  the  other 
wheels  were  increased  in  proportion  to  the  increase  in  diameter.  The  speed 
of  revolution  in  each  case  is  such  as  to  give  the  same  centrifugal  force  as  in 
Mill  44,  and  hence  to  raise  the  material  to  the  same  angular  height  above  the 
center  of  the  shaft.  Since  the  figures  are  calculated  instead  of  being  taken  from 
practice,  except  in  the  case  of  the  47  foot  10-inch  wheel,  there  may  be  cir- 
cumstances in  connection  with  the  smaller  wheels  that  will  make  it  necessary  to 
depart  sdmewhat  from  the  speeds  shown  in  the  table.  This  can  easily  be  ascer- 
tained by  trial. 


TABLE  372. — SAND  WHEELS. 

Diame- 
ter of 
Wheel 
at  Inner 

Revolu- 
tions 

Minute. 

Velocity 

per 
Second  at 

Inner 
Ed^eof 
Bucketa. 
Ft.   In. 

Numb'r 

of 
Buckets 
on  Each 
Side  of 

the 
Wheel. 

Measure 
of  Each 
Bucket 
Around 
the  Inner 
Circum- 
ference. 
Inches. 

Width  of 

Bach 

Bucket  on 

One  Side 

of  Wheel 

Parallel 

to  the 

Axis. 

Inches. 

Radial 
Depth 

of 
Buckets 
Inches. 

Height  of  Discharge  above  Receiving  Point, 

wiUi  Oorr^ponding  Capacities  in  GaUons 

per  84  Hours  (including  both  Sand 

and  ^ater). 

Edge  of 

Buckets. 

Ft.  In. 

Height 
Ft.   In. 

Capacity  in 
Gallons. 

Height. 
Ft.   In. 

CMMcttyin 
Qallons. 

4-0 
6-0 
8-0 
10-0 
16-0 
SO-O 
80-0 
40-0 
47-10 
OO-O 

18.81 
11.27 
9.78 
8.78 
7.18 
6.17 
5.04 
4.87 
4.00 
8.56 

a-10.7 
8-6.6 
4-  1.1 
4-6.7 
5-7.8 
6-.  5.6 
7-11.0 
1^1.7 
10-0 
11-  «.4 

60 
70 
87 
lOS 
18S 
154 
187 
809 
888 
886 

8.08 
8.88 
8.47 
8.70 
4.88 
4.90 
6.06 
7.81 
8.18 
9.68 

6.0 
8.0 
9.8 
11.7 
16.8 
81.0 
80.4 
89.7 
47.0 
68.4 

4.0 
4.7 
5.5 
6.8 
8.0 
9.9 
18.5 
17.8 
80.0 
84.6 

8-8.4 
5—6.6 
7-4.8 
9-8.0 

18-11 

18-6 

27-9 

87-0 

44-8 

65-6 

i.mvjefl 

8-8.1 
5-6.1 
7-4.1 
»-8.8 

18-9 

18-4 

87—7 

86-9 

4a-ll 

65-1 

1.(C1J159 
l.fVi3.9fH 

4,435,HW 
ri3R,8SS 
18.^,086 
S8  5»:,974 
80.1^400 
48.441,933 

To  illustrate  how  this  table  may  be  used,  let  us  suppose  that  it  is  required  to 
raise  200,000  gallons  of  water  and  tailings  in  24  hours  to  a  height  of  25  feet 
The  nearest  to  this  in  the  table  is  a  30-foot  wheel  raising  over  9,000,000  gallons 
in  24  hours  to  a  height  of  27  feet  9  inches.    The  wheel  required,  therefore. 
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could  be  somewhat  Bmaller  than  30  feet  inside  the  buckets ;  and  the  number  and 
size  of  the  buckets  could  be  very  much  reduced.  Each  of  the  wheels  shown  in 
the  table  has  a  set  of  buckets  on  each  side,  each  set  having  the  dimensions  indi- 
cated; but  the  wheel  for  the  supposed  case  might  be  built  with  buckets  on  only 


FIG.   499. — 8PB0IAL  '^CATARACT*'   BAND  PUMP. 

one  side.    The  smaller  wheels  in  the  table  would  naturally  be  built  with  only 
one  set  of  buckets. 

§  630.  Pumps  for  Sand  and  Water.— Cen^ri/w^aZ  Pumps  are  more  used  than 
any  other  form  for  elevating  sand  and  water,  because  they  have  no  valves  or 
plungers  to  be  injured  by  the  grit.  Beside  being  used  in  the  mills  they  are  also 
used  for  dredging. 

A  centrifugal  pump  consists  of  a  set  of  fans  or  blades  carried  on  a  revolving 
shaft  and  enclosed  in  a  casing.     The  material  to  be  elevated  enters  the  casing 


FIG.   500a. — ^LAWRENCE   CENTRIFUGAL  PUMP    (SUCTION  PIPE  REMOVED). 
FIG.    6006. — SECTION   OF  LAV7RENCE  CENTRIFUGAL  PXJMP. 

centrally  around  the  shaft  at  one  or  both  sides,  is  carried  to  the  circumference 
by  centrifugal  force,  and  is  there  delivered  through  a  discharge  opening.    These 

{)ump8  deliver  large  quantities  of  material,  are  very  simple  in  construction,  are  of 
ow  cost,  and  require  but  little  attention;  and  having  a  simple  rotary  motion 
thev  do  not  require  special  foundations.  From  a  number  of  efficiencies  of  cen- 
trifugal and  plunger  pumps,  Webber"  concludes  that  the  former  are  the  more 
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efficient  for  lifts  up  to  about  30  feet;  and  that  the  centrifugal  pumps  intended 
for  considerable  lifts  have  their  maximum  efficiency  at  about  17  feet  lift.*  It 
should  be  borne  in  mind,  however,  that  the  efficiency  for  a  given  lift  varies  with 
the  design  of  the  blades  and  casing,  the  size  of  the  pump,  the  speed  of  revolution, 
and  the  speed  of  delivery.  The  discussion  seems  to  indicate  that  the  form  of 
blade  that  will  give  the  best  efficiency  depends  on  the  height  of  delivery  above 
the  pump,  but  generally  the  blade  curves  backward  from  the  direction  of  rota- 
tion, as  shown  in  Fig.  500a.  The  width  of  the  blade  and  casing  commonly  con- 
tracts from  the  center  toward  the  circumference  in^  order  to  give  an  approxi- 
mately uniform  speed  of  current;  and  for  the  same  purpose  the  outline  of  the 
casing  has  the  form  of  a  spiral,  as  shown  in  Fig.  500a.  Manufacturers  recom- 
mend definite  speeds  of  revolution  for  each  height  of  lift  with  any  given  pump ; 
and  for  good  work  these  speeds  must  be  adhered  to.  To  deliver  the  water  with  the 
least  friction  the  delivery  pipe  must  be  tangential  to  the  circumference  of  the 
casing,  but  some  pumps  are  still  made  with  radial  discharge  pipes.  The  de- 
livery pipe  should  be  of  such  size  that  the  speed  of  flow  shall  not  exceed  about 
12  feet  per  second.**    The  efficiency  decreases  at  higher  speeds. 

There  are  certain  differences  in  design  between  centrifugal  pumps  intended  for 
sand  and  water  together,  and  those  intended  for  water  alone.  For  example, 
while  in  the  latter  tiie  inner  width  of  the  casing  decreases  from  the  center  to  the 
ends  of  the  blades,  in  the  former  the  width  is  made  uniform  in  order  to  prevent 
choking.  When  the  water  carries  sand  or  clay  the  shaft  and  bearings  may  be 
protected  from  grit  by  special  construction,  and  by  a  feed  of  clear  water  through 
the  bearings,  as  is  shown  in  Fig.  499,  taken  from  the  catalogue  of  Joseph  Edwards 
and  Company  of  New  York  City.  It  very  commonly  happens,  however,  that 
pumps  designed  for  water  alone  are  used  for  sand  and  water.  Sand  pumps  are 
often  lined  with  removable  steel  or  chilled  iron  plates  to  take  the  wear. 

When  suction  takes  place  on  each  side  of  the  casing,  as  shown  in  Fig.  5006^ 
taken  from  the  catalogue  of  the  Lawrence  Machine  Company,  of  Lawrence,  Mass., 
the  end  thrust  on  the  shaft  is  prevented.  The  sizes  of  some  of  the  pumps  made 
by  this  company,  with  capacities  and  power,  are  shown  in  Table  373.  The  most 
comlnon  sizes  used  in  the  mills  are  2  to  3-inch  pumps,  these  designations  being 
the  diameters  of  the  discharge  pipes. 

TABLE  373. — ^LAWRENCE  OBNTBIPUOAL  PUHPS. 


SoetlooPfiM. 

MomliuasK 

Inefaes. 

Dellreiy  Pipe. 
Nominal  Siar 

EooDomloftl  Gapaoity 

in  Galloos  of  water 

per  Mlnate. 

Velocity  of  Water. 
p6f  Seoond. 

rooiof  lift 

S 
8 

8 

4 
6 
8 

100 
9B0 
460 

i,aoo 

9,000 

11.0 
9.6 
lO.ft 
11.8 
18.8 
18.8 

0.06 
0.06 
0.15 
0.87 
0.66 
1.10 

The  proportion  of  sand  or  gravel  that  can  be  discharged  with  water  depends 
on  the  velocity  of  the  water  in  the  suction  and  discharge  pipes,  the  size  of  the 
particles  and  their  specific  gravity.  At  Mill  25  one  pound  of  ore  is  raised  with 
every  1.15  gallons  of  water,  so  that  about  3^%  of  the  total  volume  is  ore.  The 
maximum  size  of  the  grains  is  \  inch  (6.4  mm.).  This  is  the  coarsest  material 
for  which  centrifugal  pumps  are  used  in  any  of  the  mills  in  the  author's  list. 
Of  the  13  mills  using  such  pumps,  8  use  them  only  for  slime  table  pulp  (maxi- 
mum diameter  about  0.25  mm.). 

The  average  volume  of  sand  raised  by  an  Andrews  dredging  pump,  with  two 
6-inch  suction  pipes  and  one  9-inch  discharge  pipe,  during  seven  months'  work 

*  He  finds  plunger  pumps  more  eiBcient  for  lifts  greater  than  about  80  feet. 
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at  the  month  of  the  St.  John's  river,  Florida,  varied  from  abont  76  cubic  yards 
per  hour  (actual  dredging  time)  in  November,  1871,  to  about  117  cubic  yards  in 
February,  1872,  with  a  final  average  of  about  102  cubic  yards  per  hour  of  actual 
dredging  time.  The  proportion  of  sand  to  the  total  volume  raised  was  generally 
30  to  35%,  and  seldom  exceeded  46%.* 

The  life  of  a  pump  depends  on  the  proportion  of  sand  to  water,  the  quantity 
and  kind  of  sand,  the  size  and  speed  of  the  pump,  and  the  position  of  the  dis- 
charge (whether  radial  or  tangential).  With  the  radial  discharge,  every  grain^ 
in  being  discharged,  hits  a  blow  upon  the  side  of  the  orifice  and  wears  it  out 
rapidly.  In  Mill  24  both  shell  and  blades  wear  out  in  37  weeks  in  the  pmnp  that 
delivers  the  No.  6  jig  middlings  to  the  No.  1  whole  current  classifier.  In  Mill 
25  both  shell  and  blades  wear  out  in  22  weeks  in  the  pump  that  delivers  ^-inch 
(6.4-mm.)  material  from  the  trommel  to  the  No.  1  jigs.  In  Mills  46  and  47 
chilled  cast  iron  linings  wear  out  in  12  months,  and  in  Mill  48  in  6  months, 
and  are  then  replaced  by  new  linings. 

Ore  passing  through  centrifugal  pumps  is  subjected  to  a  grinding  action.  This 
will  be  much  greater  in  pumps  with  radial  discharge  than  in  those  with  tan- 
gential. Seemann**  reports  the  results  of  four  tests  on  a  pump  with  blades  0.272 
ra.  diameter,  running  at  15.6  revolutions  a  second.  In  each  test  120  liters  of 
pulp  were  taken,  both  from  the  feed  and  from  the  discharge,  and  after  settling  for 
a  day,  1,000  grams  of  the  ore  (dry  weight)  were  sifted  on  a  screen  with  0.2-mm. 
openings.     The  results  were  as  follows : 


Sample. 

Gralos  Larger 
than  0.9  mm. 

Grains  SroaUer 
than  0.2  mm. 

Sample. 

Grains  Larger 
than  0.2  nun. 

Grains  Smaller 
than  0.2  mm. 

liFeed 

ojFeed 

Grams. 
146 
68 

78 
17 

Grams. 
866 

087 
028 
088 

'   Discharge 

A    Peed 

^iDlscharge 

Grams. 

860 

146 

48 

86 

Grams. 
780 
866 

96S 

'iDlscharse 

064 

It  is  not  stated  whether  the  pump  had  a  tangential  or  radial  discharge;  what 
kind  of  minerals  were  present;  nor  what  was  the  maximum  size  of  ore  grains; 
but  the  average  of  the  four  tests  shows  that  13.0%  of  the  ore  was  larger  than  0.2 
mm.  before  entering  the  pump,  and  half  of  this  quantity,  or  6.5%  was  ground 
finer  than  0.2  mm.  by  the  action  of  the  pump. 

Figures  on  centrifugal  pumps  used  for  pulp  ui  the  mills  are  given  in  T^ble  374. 

TABLE  374. — CENTRIFUGAL  PUMPS  USED  POR  ELEVATING  MILL  PULP. 


MIU 
No. 

Diameter  of 

Suction  Pipe. 

Inches. 

Diameter  of 

Discharge 

Pipe.  Inches. 

Revolutions 
per  Minute. 

Lift. 
Feet. 

Mill 
No. 

Diameter  of 

Suction  Pipe. 

Inches. 

Diameter  of 
Pipe.  Inches. 

Revolutions 
per  Minute. 

Lift 
Feet. 

6 

8 

8 

P 

4 
8 

46 
46 
47 
48 
75 

2 
2 

28 

606 
686 
786 

40 
18 
16 

875 
688 
876 

24 

6 

24 

12 

26 

10 

44 

§  631.  The  Spiral  Sand  Pump,  made  by  J.  H.  Prenier  &  Son,  of  Rutland,  Ver- 
mont, consists  of  a  spiral  ribbon  of  steel  plate  in  form  like  a  spiral  clock  spring 
(see  Fig.  601).  On  each  side  is  a  steel  disk,  which  is  joined  to  the  spiral  by 
continuous  air  tight  joints,  thus  making  a  spiral  tube  of  steel  with  a  rectangular 
cross  section  of  constant  area  throughout.  It  is  mounted  on  a  hollow  horizontal 
shaft,  which  has  an  opening  to  connect  with*  the  spiral  tube.  There  are  no  valves, 
but  the  water  and  sand  are  raised  by  virtue  of  a  hydrostatic  head  in  each  turn 

^  Catal08:ue  of  Joseph  Edwards  &  Ck>.,  taken  from  U.  B.  Qovemment  Report 


§  632 


ACCESSORY  APPARATUS 


871 


of  the  spiral^  a  part  of  each  turn  being  filled  with  water  and  the  rest  with 
air  (the  pump  being  partly  immersed  in  water  and  partly  in  the  air).  The 
sum  of  these  hydrostatic  heads  determines  the  height  to  which  the  water 
can  be  forced.  This  height,  therefore,  depends  simply  on  the  number  of 
turns  of  the  spiral  and  not,  as  in  a  centrifugal  pump,  on  the  speed  of  revo- 
lution. The  speed,  indeed,  should  be  slow,  because  the  loss  of  power  due 
to  friction  and  to  centrifugal  force,  increases  rapidly  with  the  speed.  The  manu- 
facturers recommend  20  revolutions  a  minute.  The  spiral  and  sides  are  made 
of  -^inch  steel  plate.  The  pump  is  so  set  in  the  receiving  box  that  the  center 
of  the  shaft  is  7  inches  above  the  surface  of  the  water.  At  each  revolution  a 
certain  quantity  of  water  and  sand  is  taken  into  the  outer  turn  of  the  spiral^ 
and  as  revolutions  continue  is  carried  to  the  center  and  discharged  through  an 
opening  in  the  hollow  shaft.  Connection  between  this  shaft  and  the  discharge 
pipe  is  made  by  means  of  a  nipple,  a  coupling  and  a  special  stuffing  ring.  The 
greatest  wear  takes  place  between  the  coupling  and  the  outer  end  of  the  nipple, 
but  as  both  of  these  are  small  and  easily  replaced  the  cost  of  repairs  is  low. 


Sectton  on  AB. 
PIG.  601. — SPIRAL  SAND  PUMP.      SCALE  ^  SIZE. 

The  end  thrust  on  the  shaft  is  taken  up  by  a  weighted  bent  lever,  acting  against 
the  stuffing  ring.  The  radial  dimension  of  the  spiral  passage  is  about  2^  inches. 
The  outside  width  is  either  6,  8  or  10  inches,  with  corresponding  capacities  of 
75,000,  of  100,000  and  of  150,000  gallons  in  24  hours.  The  diameter  is  either 
44,  48  or  54  inches,  with  maximum  lifts  of  14  feet,  19  feet  and  25  feet  respec- 
tively. 

Three  of  these  pumps  are  used,  and  much  liked,  in  Mill  28,  to  elevate  the 
spigot  products  of  No.  2  hydraulic  classifier  and  of  No.  1  whole  current  classifier^ 
and  the  slime  table  middlings. 

§  632.  Pumps  for  Water  Supply. — For  raising  water  many  kinds  of  pumpa 
are  used.  For  a  discussion  of  these  the  reader  should  refer  to  special  treatises 
on  the  subject.  .  Table  375  shows  the  kinds  of  pumps  used  in  some  of  the  mills 
and  gives  some  of  the  details.  This  table  indicates  that  duplex  plunger  steam 
pumps  are  most  common.  Belt  driven  pumps  with  one,  two  or  three  plungers 
are  also  used  to  a  considerable  extent.  RcJtary  and  centrifugal  pumps  are  also 
used,  and  one  mill  uses  a  pulsometer.  The  mills  that  require  unusually  large 
quantities  of  water  have  vertical  pumps  w^th  compound  steam  cylinders.  It 
may  be  noted,  as  indicating  the  magnitude  to  which  ore  dressing  operations  have 
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attained  in  gpecial  cases,  that  Mill  44  is  supplied  with  water  by  one  of  the  largest 
pumping  engines  ever  built  for  any  purpose.  It  is  a  vertical  plunger  pump^ 
driven  by  a  triple  expansion  steam  engine  with  a  fly  wheel.  The  steam  cylinders 
are  respectively  18,  27|  and  48  inches  in  diameter,  and  the  stroke  is  90  inches. 
Two  differential  plungers  are  used,  with  lesser  diameter  of  34  inches,  greater 
diameter  of  48  inches,  and  stroke  of  90  inches.  The  pump  ordinarily  runs  at 
20  revolutions  a  minute,  and  delivers  40,000,000  gallons  of  water  in  24  hours, 
raising  it  about  85  feet.  Its  maximum  capacity  is  60,000,000  gallons  in  24  hours. 
It  supplies  the  water  not  only  for  Mill  44,  but  also  for  another  mill  of  the  same 
size.     It  was  designed  by  E.  D.  Leavitt. 

For  Mills  26  and  67  the  quantities  of  water  stated  in  Table  375  indicate  the 
capacities  of  the  pumps,  not  the  requirements  of  the  mills.  For  the  remaining 
mills  the  author  does  not  know  whether  the  figures  represent  pump  capacities  or 
mill  requirements.    The  latter  is  discussed  in  §  815. 

T^BLB  375. — ^PUMPS  FOR  WATER  SUPPLY. 


Kind  of  Pump. 


Ganons  DeUverecl 
inMHoum. 


DiMnetorof 

Steam 

CrUndera. 

inohea. 


of 
Water 
CyUndera. 
IncbeB. 


Stroke. 
Inohea. 


Reroltttl^iis 
per  Minute. 


7  Cameron  single  plunger. . 


Knowles  compound  condensing. 

Centrifugal 

Centrifugal 

Knowles  duplex 

Geared  triple  pinnger 

Miller  dupfex.TTTrV! 

Centrifugal 

Single  plunger 

Rotary 

Rotary 


139,800  to  144,000 
2;860,000  by  8  pumps. 


14 

10 


94 

16 


(Mfii^Ono  to  1,728,0001 
1    by  S  pumps.         f 


144,000  to  180,000 


8 

*io 


4 
5 


19 

5 
10 


10 


40 
'40* 


48Rotanr 
44 


)  Vertical    trtole    expansion,  I 
f     differential  plunger f 


46  Compound  vertical 

47  Compound  Tcrtical 
"^  Compound  vertical. 

ortncy  duplex.. . . , 
Pulsometer. 


48 
4J7 

S6 

9&  Belt-driven  double  plunger.. 


864,000 
1,796,000 

40,000,000 

19.000,000 

19,000,000 

10,000,000 

167,«)0 


16,97H*« 


84  and  48 


20 


19 


87H 


Laundbrs. 

§  633.  Launders  are  troughs  for  conveying  water,  or  water  and  sand,  hy  gravity. 
They  are  generally  rectangular  in  section,  and  made  of  planed  boards  or  planks. 
Small  sizes  are  sufficiently  strong  and  water  tight  when  made  of  three  planed 
hoards  with  the  bottom  nailed  to  the  two  sides.  Large  launders  built  of  four 
or  more  planks  require  binding  framies  every  few  feet  to  keep  the  planks  in  line, 
And  to  keep  the  joints  tight  (See  Fig.  502.)  The  planks  are  sometimes  tongucd 
and  grooved.  To  keep  the  cross-joints  tight,  they  are  arranged  to  come  over  the 
supporting  frames.  Fine  silt  helps  to  fill  up  the  joints  and  make  them  tight. 
Linings  of  wood  are  often  used,  being  replaced  when  worn  out.  Linings  made 
of  mild  steel  plate  are  sometimes  used.  The  latter  cost  more  at  first,  but  have 
longer  life  than  wood.  Wooden  linings,  moreover,  become  very  uneven  before 
they  are  worn  out,  and  therefore  they  require  a  steeper  slope  than  is  needed  with 
the  steel  lining,  because  this  unevenness  retards  the  flow.  At  Mill  44  the  main 
tailings  launder  is  lined  with  steel  plates.  The  bottom  plates  are  raised  along 
the  center  of  the  launder  by  means  of  a  longitudinal  cleat  beneath  the  plates. 
This  causes  the  sand  to  run  to  the  sides  and  so  decreases  the  wear.  At  Mill  22 
the  tailings  launder  is  lined  with  two  angle  irons  (see  Fig.  503).  Certain  sizes 
of  ore  in  this  mill  are  fed  to  jigs  through  V-launders  lined  with  3-inch  angle 
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irons;  and  2-inch  iron  pipes  are  used  to  convey  the  spigot  products  of  lihe. 
classifiers  to  jigs  and  slime  tables.  At  Mill  20  the  wooden  failings  launders  are. 
lined  with  plate  iron.  Old  boiler  tubes  have  also  been  utilized  as  launders  in 
this  mill.  When  worn  on  the  bottom  the  tubes  are  turned  to  present  a  new  sur- 
face. At  this  same  mill  chutes  having  hard  usage  are  sometimes  lined  on  the 
bottom  and  sides  with  old  rubber  belting,  which  stands  the  wear  quite  well. 
Where  ore  falls  into  a  chute  or  launder  it  is  well  to  have  a  pocket  in  the  bottom 
in  which  a  certain  amount  of  ore  will  collect  and  thus  save  wear. 

Switches  are  sometimes  required  to  turn  a  stream  of  pulp  or  water  from  one 
division  of  a  split  launder  to  another.  In  Fig.  504  the  switch  swings  into  place 
behind  the  projection  a,  the  joint  at  that  poim  being  made  tight  by  cotton  waste 
or  a  |>iece  of  rubber  belting.  The  switch  is  hinged  by  two  pieces  of  rubberr 
belting  at  6. 

§634.  In  mill  work  one  seeks  the  kind  of  launder  that  will  convey  a  given 
quantity  of  water,  or  water  and  sand,  with  the  least  slope  and  least  loss  of  mill 
head.  The  conditions  that  favor  saving  of  slope  are,  therefore,  important  to 
every  mill  man.  If  the  slope  is  not  sufficient  the  sand  will  build  up  on  the  bottoiii 
of  the  launder,  and  may  finally  cause  it  to  overflow  its  sides.  The  sin^plest 
remedy  for  this  is  to  increase  the  slope  of  the  launder.    The  conditions  affecting 
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FIG.   504.^^KETCH   FOR  SPUT  ULUKPEB. 


the  slope  may  be  stated  thus:  water  carrying  sand  requires  greater  slope  tbaii 
water  alone;  coarse  sand  requires  greater  slope  than  fine  sand;  minerals  of  high 
specific  gravity  require  greater  slope  than  those  of  low;  and  pulp  with  a  hig^ 
per  cent,  of  sand  requires  greater  slope  than  that  with  a  low  per  cent.  At  Mill  5, 
previous  to  installing  the  mechanical  unwaterer  described  in  §  637,  the  sand 
banked  badly  in  the  tailings  launder  at  a  point  where  the  slope  was  0°  43'.  'fhe 
removal  of  the  coarse  material  by  the  uhwaterer  overcame  the.  difficulty.  At 
the  old  mill  of  the. Atlantic  Copper  lifining  Company,  Lake  Superior,  when  it 
became  necessary  t6  extend  the  tailings  launders  a  considerable  distance,  on  ac- 
count of  the  encroachment  of  the  dumping,  ground  upon  the  harbor,  it  was  found 
that  sufficient  slope  was  not  available  to  carry  the  coarse  tailings  to  the  new 
dump*  To  overcome  the  difficulty,  Mr.  W.  J.  Evans  kept  the  coarse  and  fine 
tailings  separate,  and  the  latter,  together  with  most  of  the  mill  water,  then  ran 
without  difficulty  on  the  available  grade  to  the  new  dump.  The  coarse  portion 
could  still,  be  sent  to  the  old  dump  because  it  formed  a  steeper  deposit  when 
reli^^ved  ot  the  fines.  This  method  lengthened  the  life  of  the  mill  site  a  number 
of  years.  The  mill  was  located  about  150  feet  from,  and  ISS  or  30  feet  above, 
the  shore.  I 

S.  I.  Hallett,  of  Aspen,  Colorado,  hab  found  that  on  ge&tIe's1oj)es  the  form 
of  launder  shown  in  Fig.  607  will  prevent  the  building  up  of  sand  better  than  the 
form  shown  in  Fig.  508.    The  rougliness  of  the  boards  of  which  a  launder  is 


874 


OBIS  DBESamQ. 


§  684 


built  makes  a  great  difference  in  the  speed  of  the  water, 
impede  the  flow  greatly. 


Sharp  bends  also 


TABLE  376.— OAKKBEK'S  SLOPE  FOB 

LAUNDEBB. 

Blae  of  Ore. 

Slopes. 

Degrees. 

Inches  per  Foot 

If  Iba  <>>^  to  brcMLkor 

(a)88»36' 
87»80' 
88«40' 
W   5* 
«<•    0* 

8«86' 

f2fy 

WW 
88*40' 

8.0 

0.88 

8. 

6.06 

5.88 

4 

1.6 

1.88 

0.75 

1.88 

8.5 

6 

Dfy. 
Wet 

S  inches  to  1  inch 

1  inch  to  U  Inch 

u 

U  inch  to  b  loch 

It 

12  inch  to  S  Inch WW 

w 

)2  inch  to  X  inch 

M 

X  inoh  to  vannm  nutorial 

1* 

i^blif  or  ▼uinflr  iniitorial 

«4 

Tkiil  race  for  material  A  inch  In  diameter 

•t 

Tail  race  for  material  \L  inch  in  diameter,  or  larger 

•t 

Trommel  casing  for  material  lev  than  Hindi.... 

U 

(a)  With  the  slope  stated,  the  ore  has  to  be  shoveled  from  this  chute. 

So  many  factors  enter  into  the  question  of  transporting  sand  in  launders  that 
it  e^ms  impossible  to  give  exact  rules  to  cover  all  cases.  Where  there  is  but 
little  fall,  experiments  should  be  made  on  the  question  of'  slope ;  and  where  there 
is  plenty  of  fall,  it  is  best  to  be  on  the  safe  side  by  giving  the  launders  plenty 

TABLE  377. — MILL  LAUNDERS  AND  CHUTES. 


Cmiiher  Products. 


No. 

Siae  of  Grains. 

Slope. 

Width. 
Inches. 

S5?2i 

With'or  With- 
out Water. 

mnerals. 

27 

8B mm. and  less.... 
96.4  nun.  and  less.. 
19.7  muL  and  less.. 
19.7  mm.  and  less.. 
4.76  mm.  and  less. 

410 

90» 

150 

a9»60' 

6«80' 

94 

10 
5.5 

8 

4 
8 

With 

Limestone  and  galena. 

15 
97 

Water  jitV.:: 

Without 

With 

41 

Trommel  Producta. 


97 
97 
97 

99 

15 
15 
99 

99 

96 
15 
97 


9.7n 


88  mm.- 

16 1 

16  to  19.7 

19to6mm 

19.8  mnL+ • 

19.8  to  4.7  mm..... 
19mm.+ 

6to8mm. 

6  mm. -I- 

4.7  to  9.8  mm.... 
9.8to9mm , 

16  nun.  to  fines. . . . 

19.7  nun.  to  fines. , 
12.8 mm.  to  fines., 

10.8  mm.  to  fines. 

8.8  nun.  to  fines. 
4.4  mm.  to  f 


9.8 1 
9.8 1 


60«10' 

14 

97*  46^ 

5.5 

4.5 

88* 

4.5 

j9r 

4.tf 

80*  80* 

6 

99«80' 

8 

«7» 

8 

j  14«  80* 

}(aM.» 

49-80' 

10 

6.6 

a9»15' 

4 

9.96 

14»95' 

4 

9.5 

88*80' 

]    1 

?   } 

tl«80' 

6 

14*46' 

5 

18*  55' 

5 

11*  ao' 

6 

11*80' 

6 

j  11*80' 
1   8* 

6 

\    \ 

4.5 

5*80' 

0.5 

Without.. 


Quarts,  porphyry,  galena  and  pyrtte. 


With.. 


Limestone  and 
Flint  and  blende. 

Limestone  and  galena. 


Dolomite  and  gakna. 

Flint  and  blende. 

Quarts,  porphyry,  galena  and  pyrlte. 


Flint  and  blende. 

Quarta,  porphyry,  galena  and  pyrtta. 


Flint  and  blende. 


Clasrifler  Products. 


27 
27 


78 


OrerfiowNo.  J 
current  dassifler. 

9  mm.  and  lees. 

Less  than  2  mm 

Less  than  9  mm. 

Less  than  9  mm 

Probably  less  than  O.i 

mm. 
Spigots  No.  1  surtaoe 

current  dassifler. 


15*  15* 
9*W 

I  7*50' 

[  1*85* 

[48* 
188* 


11 

4 
4 
4 
19 
6 

2.5 


}(5)9 


5.5 

4 
4 
4 
8 
6 

1.5 


With. 


Dolomite  and  quarts. 
Quarte,  porphyry,  galena  i 


Ip^te. 


Quarts  and  pyrlte. 
Limestone  and  galena. 
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Jig  ProductR. 


Mill 
No. 

SiieofOrains. 

Blope. 

Width. 
Inches. 

Depth, 
luches. 

WithorWith- 
out  Water. 

Mlnenls. 

flO 

%  to  8  mm 

4«»46' 

wy 

P  1.V 

8«^a6' 

4«8p' 
14» 

8« 

8» 
W 

4«4B' 
W 

18 

6 
84 

8 
18 
18 
14 

4.86 

8 
18 
18 

10 

6 
46 

6 

6 
18 
10.6 

8.86 

6 

8 
18 

With 

QOBXtM, 

Qoarts  and  schist                               i 
ChaloopTrite  and  chalcodta.              > 

IB 

19.1mm.  to  fliMB 

16  mm.  to  fines 

18.7  mm.  to  fines 

18  mm.+  to  fines 

•.4 to  1.4 mm  --..-... 

4» 

8R 

It 

49 

»t 

ffl( 

tl 

ID 

»t 

g«jujji»dporphy.y. 

m 

6  mm.  to  fines 

6mm.  to  fines 

4.6  mm.  to  fines 

8  mm.  to  fines 

1.68  mm.  to  fines 

It 

ffi 

tt 

Dolomiite  and  galena. 
Qoarts  atid  f eSlspar. 
t  iiarts. 

81 

14 

80 

tt 

ft) 

tt 

Quarts  and  porphyry. 

Vanner  and  Slime  Table  Products. 


0.81  mm.  to  fines,  (e). 


0.41  nun.  to  fines. 


0.41 
0.7B 


i80»8r' 
1840  18' 
W 

10*  16* 
7*  10* 
4«46' 
8»86' 
8»86' 
1-80' 

I-IV 

o-ee* 

}(«)« 

4.6 

4 

18 

(6)6 

14 

11 

With. 


Limestone,  and  galena. 

Fyrite. 

Limestone  and  galena. 

and  pyrite. 
and  porphyry. 
:s  and  porphyiy. 
oakataand  barite. 
.  caldte,  barite, 
bonate,  eic. 
Quarts. 


General  Tailings. 


16 

18  mm.  to  fines 

16  mm.  to  fines 

16  nun.  to  fines 

18rfinm.tofines.(y).. 

18  mm.  to  fines 

11  mm.  4- to  fines.  (A).. 

6.4  mm.  to  fines 

4.76  mm.  to  fines.  «)•  • 

4.78  mm.  to  fines,  (fc).. 

4.76  mm.  to  fines.  (2) .. 

4.76  mm.  to  fines,  (m). 

8  nun.  to  fines,  (n)... . . 

8!6  nun.  to  fines,  (ojl. . 

4M0' 
7*10' 
4«46' 
4«80' 
«•»' 
4»46' 
8*  85' 
©•65' 
8*86' 
8*86' 
8"  86' 
8»80' 
8"  86' 
1<»46' 

18 
18 
18 
18 
18 
18 

10 

i; 

6 
18 
8 

With 

Quarts. 

81 

\  uarts. 

84 

tt 

I  uarts 

88 

It 

limratMiai 

88 

»» 

QntLrkm 

48 

ti 

unarts. 

48 

tt 

Cniarta 

44 

64 

80 
48 
84 
10 
80 
16 

14 

16 

tt 

ruiYolite. 

46 

»t 

Amygdaloid. 

47 

11 

Amygdaloid. 
Rhy<3ite. 

48 

14 
8 
14 
18 

tt 

40 

t» 

S 

88 

M 

tt  ;;;;;;;;; 

^ 

(o)  y-launder.  (b)  Iron  pipe,  (c)  Carries  8^980  gallons  (1(j6  tons)  of  water  and  16  tons  of  sand  In  84  hours. 
(<l)Ouiies81,600gBi]ons(80tons)of  water  and  16^  tons  of  sand  in  84  hours,  (s)  Carries  7;M»  gallons  (80  tons) 
€f  water  and  litems  of  sand  in  84  hours.  (/)  Carries  871,680  gallons  (1,648  tons)  of  water  and  600  tons  of  sand 
to84honrsL  to)  Carries  1,168,000  gaUons  (4,800  tons)  of  water  and  160  tons  of  sand  in  84  hours.  (1^  Csrrles  1,788,000 
gallons  (TJOOrtoni)  of  water  and  00  to  66  tons  of  sand  in  84  hours.  (0  Carries  80,000,000  gallons  (88,800  tons; 
of  water  and  8.000  tou  of  simd  in  84  hours,  (fc)  Carries  18,000,000  gsllons  (60,000  tons)  of  watar  andl,8«Stons 
of  sand  In 84 hours.  (DGarrles  18,000,000  gaUons  (60,000  tons)  of  waterand  l,660to  1,860  tou  of  ssnd  in  84 
hours.  (m)Garries  lCi,000,000^allons (41,7W  tons)of  water  and  1,476  tonsof  sand  in  84  hours.  (n)Carrles 
0m,OOOgaUons  (8,400  tons)  of  water  and  144  tons  of  sand  in  84  hours.  (o)Gsniss  8,140,000  gallons  08,000  tons) 
of  water  and  perhaps  800  tons  of  sand  in  84  hours.    ' 

of  slope.  Table  376  shows  the  slopes  of  laundeTS  adopted  by  Mr.  John  Oarkeek, 
of  Butte,  Montana,  for  material  that  nsnally  passes  through  coarse  concentration, 
works.  He  states  that  water  must  be  used  in  all  these  cases,  except  the  firsts 
Slopes  must  not  be  taken  off  the  launders  by  introducing  lK>xes  between  the] 
points  of  receiving  and  discharge.  If  boxes  are  introduced  allowance  must  be; 
made  to  still  retain  the  above  slopes.  Certain  ores  will  run  on  considerably  lesa 
pitch,  but  these  figures  will  be  on  the  safe  side  for  all  kinds. 

The  data  on  launders  collected  from  the  mills  is  given  in  Table  377.  The 
depths  of  the  streams  are  not  known.  In  the  foot  notes  a  number  of  instances. 
are  given  of  the  quantity  of  sand  and  water  flowing  in  launders  of  definite  size 
and  slope. 

It  will  be  noticed  that  for  the  crusher  products  that  run  with  water  the  slopes, 
increase  regularly  with  the  size  of  the  ore.  The  one  instance  without  water  has 
a  much  steeper  slope  than  the  same  size  of  ore  with  water.  The  trommel 
products  running  with  water,  also  show  a  regular  increase  of  slope  with  the 
size  of  ore ;  but  the  cases  without  water  show  no  regularity,  though  most  of  them 
are  fairly  steep.    The  two  exceptionally  gentle  slopes  (14**  25'  and  14**  30')  are. 
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probably  short  launders  in  which  the  ore  forms  its  own  slope.  Although  the  jig 
products  and  the  general  tailings  contain  much  larger  particles  than  the  dassiner 
and  vanner  products,  the  average  slopes  (omitting  the  very  steep  cases)  do  not 
diflPer  very  much,  the  large  quantities  of  water  present  making  the  genUe  slopes 
sufficient  for  even  the  15  to  25-mm.  particles.  The  few  instances  of  steeper 
slopes  tihan  is  necessary  are  due  to  th^  location  pf  apparatus.  Many  of  the  slopes 
for  jigs,  classifiers,  vanners  and  general  tailings  are  laid  out  for  economy  of  fall. 
The  very  gentle  slope  of  0**  55'  for  general  tailings  at  Mill  44  was  probably  in- 
tended to  be  the  minimum  safe  limit. 

§  635.  Theory  of  Flow  in  Launders. — While  the  auth^or  is  unable  to  find 
exact  laws  for  the  size,  shape  and  slope  of  launders  for  sand  and  water,  he  be^ 
lieves  the  mill  man  should  have  in  his  possession  the  main  facts  about  launders 
for  water,  which  may  prove  suggestive  for  designing  launders  for  sand  and  water. 
He  will^  therefore^  give  first  tl^  conditions  for  water,  and  then  add  such  fkqts 
88  are  at  hand  in  regard  to  sand. 

For  water  the  conations  may  be  stated  thus:  For  a  launder  of  any  given  shape 
and  size,  the  slope  to  obtain  a  given  velocity  will  be  less  as  the  surface  is  made 
smoother,  as  the  quantity  of  water  inicreaaes  and  as  the  ^'wetted  perimeter^^*  is 
diminished,  other  things  being  equal  in  each. case.     Since  tiie  friction  upon  the 


a:b=l:2  a:b=l:t  a:6=:l:a8n  aib^\:% 

FIG.  505.  FIG.  506.  FIG.  507.  FIG.  508. 

sides  and  bottom  of  the  launder  is  the  greatest  impediment  to  the  flow  of  water, 
it  follows  that  the  form  of  launder  Irhich  gives  the  least  friction  will  require 
the  least  slope  for  a  given  flow.  That  form  is  the  one  which  has  the  teasl^ 
"wetted  perimeter,'*  and  therefore  the  greatest  '^hydraulic  mean  depth"*  for  a^ 
given  area.  Figures  505-508  show  four  forms  of  launders,  each  with  one  square 
foot  cross  section  of  stream;  the  hydraulic  mean  depths  have  been  calculated  for 
these  four  and  are  0.354  foot,  0.354  foot,  0.370  foot  and  0.398  foot  respectively. 
A  launder  of  rectangular  section  and  given  slope  for  a  given  quantity  of  wat^> 
per  minute,  will  give  greater  velocity  if  we  increase  the  depth  and  decrease  the 
width  of  the  streani  until  the  ratio  of  width  to  depth  becomes  2  to.l.  Whea 
the  depth  is  made  greater  and  the  width  less  than  this,  the  yelocity  decreases 
again.  A  V-shaped  launder  with  90®  angle  has  the  same  hydraulic  mean  depth 
as  the  best  rectangtdar  launder,  and,  therefore,  with  the  same  area  of  section  will 
convey  the  sariie  quantity  of  water  on  the  same  slope  with  the  same  velocity.  A 
trapezoidallaunder'with  sides  sloping  45®  and  the  width  of  the  bottom  0.828  of 
the  depth,  h^s  a  larger  hydraulic  mean  depth  than  either  of  the  two  previous 
forms  and.  can,  therefore,  be  used  on  slightly  less  slope  than  they^  A  semi- 
circular launder  has  the  greatest  hydraulic  mean  depth  of  all  aad  can,  therefore, 
be  used  with  the  least  slope.  The  rectangular  form  has  the  advantage  of  being 
the  simplest  to  construct  and  keep  in  repair.  It  will,  therefore,  be  conside^ 
as  the  standard  launder  for  mill  work. 

.  Tables  378  and  379  have  been  calculated  for  the  convenience  of  mill  men,  for 
water,  but  not  for  water  and  sand.  Table  378  shows  the  mean  vejooity  with  whidi 
water  will  flow  in  rectangular  launders  made  of  unplanied  plank,  and  having 

f  Hie  "w«t^d  perimeter  **oC  a  stream  to  the  line  of  4xmtaot  between  the  Uonder  and  the  <)roaeBollQaoC 
the  krtem.  The  **  ttydraaUo  mean  depth  **  to  the  quottont  obtained  bj  dividing  the  araa  cH  the  oraa  MOtloa 
of  a  ttnam  in  Mioaro  feet  bj  its  "  wetted  perimeter  *' in  linear  feet 
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diffefrent  dimensions  and  slopes^  and  with  different  depths  of  stream ;  and  Table 
379  shows  the  quantities  of  water  that  will  flow  in  these  launders  per  minute.* 
Fifty  measurements  of  discharge  from  launders  of  unplaned  plank  (of  sizes  cor- 
responding to  those  shown  in  the  tables),  quoted  by  Hering  and  Trautwine,** 
indicate  that  these  tables  probably  contain  no  errors  greater  than  6%,  and  that 
the  errors  are  generally  within  3%. 

TABLE  378. — MEAN  YELOCITIBS  OF  WATER  IN  REGTANGITLAB  LAUNDERS  OF  BOUGH 

PLANK. 


Laondert  4  Inches  Wide.                         { 

Launders  8  Inches  Wide. 

Depth  of 
Water. 
InchMi 

Slope  in  1  Foot 

Inehes. 

Slope  inlFooL 

Hlwsh. 

H  Inch.|H  Inch.  1  Inch.  |8Inches 

MInch.^tndh.|MIneh.  llntdL  8Inch*8 

Mean  Velocii^  in  Feet  per  Second. 

Mean  Velocity  fn  Feet  per  Second. 

U 

0.0 
1.5 
S.l 
S.4 
8.8 

1.8 
8.1 
8.0 
8.6 
8.7 

1.0 
8.0 
4.8 
4.9 
6.8 

8.8 
4.8 
6.9 
8.9 
7.8 

8.7 
8.1 
8.4 
0.8 
10.4 

1 

4!6 

8.4 
8.7 
4.6 
6.1 
6.0 
8.8 

8.4 
6.8 
8.4 
7.8 
8.4 
8.0 

4.8 
7.8 
0.1 
10.8 
11.6 
18.8 

8.8 

r.::::.;::::: 

8 

10.4 

% 

8. 

18.8 

8 

4. 

14.8 

4 

^ 

8. 

18.7 

17.6 

Lannden  18  Inches  Wide. 

Launders  18  Inches  Wide. 

Inches. 

Slope  in  1  Foot. 

Depth  of 
water. 
Inches. 

Slope  jinl  Foot. 

«inch. 

34  Inch. 

M  loch.  |l  Inch.  |8  Inch's 

^  Inch.  34  Inch.  ^  Inch. 

1  inch.  |8  Inch's 

Mean  Velocity  in  FMt  per  Second. 

Mean  Velocity  in  Feet  per  Second. 

1 

1.0 
8.6 
4.8 
4.9 
6.7 
8.1 

8.8 
4.0 
69 
8.0 
8.0 
8.8 

8.7 
6.8 
8.4 
9.8 
11.8 
18.8 

6.8 

8.0 

11.8 

18.9 

:8.o 

17.8 

7.4 
11.8 
18.7 
10.8 
88.7 
84.4 

1 

1.9 
8.1 
4.6 
8.1 
8.9 
7.6 

8.7 
4.4 

0.8 
8.8 
9.7 
10.0 

8.8 
8.8 
8.0 
18.8 
18.8 
16.0 

5.8 
8.8 
18.0 
17.8 
10.4 
81.8 

7.5 

% 

8 

18.4 

4 

4. 

17.8 

0 

8l 

84.4 

9 

18 

87.6 

IS 

18. 

80.1 

Launders  88  Inches  Wide.                         | 

Launders  88  Inches  Wide. ' 

Depth  of 
Water. 
,    Inches. 

Slope  in  1  Foot. 

l^tbof 
Incfaesl 

SlopeinlFoot 

mnoh. 

mnch. 

MInch.  llnch. 

8Inch^ 

Minch. 

34  Inch. 

3<Inch. 

llnch. 

8  Inch's 

Mean  VelocN^  in  Feet  per  Second.      | 

Mean  Velocity  in  Ftset  per  Second. 

1 

i:S 

6.8 
7.6 

8.8 
4.8 
7.4 
10.8 

8.9 
8.6 
10.4 
16.0 

6.8 

0.8 

14.7 

81.8 

7.9 
18.0 
80.8 
80.1 

18 

10.0 
11.8 
18.1 

14.8 
15.8 
17.1 

80.1 
88.8 
84.8 

88.4 
81.8 
84.8 

40.8 

3::::::;:::;;: 

84 

44.7 

4,vi.., 

88 

48.4 

s 

These  tables  forcibly  illustrate  the  advantage  of  haying  the  stream  twice  as 
wide  as  it  is  deep,  where  water  alone  is  flowing.  For  example,  a  stream  8 
inches  wide  and  4  inches  deep  will  flow  about  85%  faster  than  a  stream  32 
inches  wide  and  1  inch  deep  (both  having  the  same  slope),  though  the.  area 
of  the  cross  section  is  the  same  in  each  case.  For  equal  speeds  of  current  the 
former  requires  only  29%  as  much  slope  as  the  latter.  These  tables  also  show 
the  effect  that  an  increase  of  water  has  upon  the  slope.  For  example,  a  launder 
8  inches  wide,  with  a  stream  1  inch  deep  requires  more  than  twice  as  much 
slope  as  when  the  stream  is  2  inches  deep,  in  order  to  have  the  same  velocity. 

Tho  influence  that  the  roughness  of  the  surface  has  upon  the  slope  is  very 
marked.  Tables  378  and  379  were  calculated  for  sawed,  unplaned  planks;  but 
if  planed  planks  are  used  the  same  velocity  of  current  will  be  obtained  with  only 
58  to  67%  of  the  slope  shown  in  any  case  in  the  tables,  the  advantage  being  a 

•  These  tables  are  calculated  by  the  formulas:   i»=c  V^  and  9=av,  in  which  v=mean  veloeity  in  feet  per 

■econd :  9=TOlume  in  cubic  feet  per  aecond;  a=area  of  croes  section  of  stream  in  square  feet;  rshydraullc 

"    "    ■  ^--^.---.       -^.-  .  I coeiBclent,  depending  on  the  hydraulic 

given  hydraoUe  mean  depth  the  ailTereQt 


1 :  9=TOlume  in  cubic  feet  per  aecond;  a=area  of  croes  section  of 
depth  in  feet;  «=slope  expressed  as  the  sfaie  of  the  angle;  esa  coei 

depth,  the  roughness  of  the  launder  and  the  slope.    For  a  givei 

slopes  shown  in  the  tables  have  practically  the  same  coefficient, 
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little  greater  when  the  hydraulic  mean  depth  is  large  than  when  it  is  small. 
Ordinary  cast  iron  linings  require  about  the  same  slope  as  unplaned  planks. 

TABLE  379. — QUANTITIES  OF  WATER  FLOWING  IN  RECTANGULAR  LAUNDERS  OF 

ROUGH  PLANK. 


Launders  4  Inches  Wide. 

Launders  8  Inches  Wide. 

Depth  of 
water. 
Inches. 

Slope  in  1  Foot. 

DepiJiof 
Water. 
Inches. 

Slope  in  1  Foot. 

^  Inch.  ^  Inch.  H  Inch. 

1  Inch.  JS  Inch's 

H Inch.  HlQob.^ Inch,  llnch.  2 Inch's 

Gallons  per  Minute. 

Gallons  per  Minute. 

u 

5.8 

18.0 

52.4 

91.6 

129 

8.2 
20.8 
74.2 
180 

188 

11.7 
87.8 

106 

188 

260 

10.6 
68.6 

148 

260 

800 

28.8 

75.7 
210 
800 
517 

1 

42.1 
120. 
240. 
888. 
625. 
800. 

80.5 
180 
880 
518 
884 
1,258 

84.8 

260 

470 

796 
1,260 
1,7T0 

110 

806 

678 

1,087 

1,707 

2,510 

168 

r::;::::: 

2 

517 

9 

8 

068 

9  

4 

1,468 

4 

6 

8.500 

8. 

8,568 

Launders  IS  Inches  Wide.                         j 

Launders  16  Inches  Wide. 

Depth  of 
water. 
Inches. 

Slope  in  1  Foot. 

Depth  of 
water. 
Inches. 

Slope  in  1  Foot 

HInch. 

^  Inch.  ^  Inch. 

llnch.  2  Inch's 

^  Inch.  ^  Inch.  ^  Inch. 

llnch.  2 Inch's 

Gallons  per  Minute. 

Gallons  per  Minute. 

1       

00.3 

211 

026 
1,009 
1006 
2,780 

06 

296 

884 

1,554 

2,006 

8,866 

180 
422 

1,260 
2,198 

190 
697 
l,7flT 
8,108 
6,896 
7,786 

877 
844 
2,500 
4,800 
7,681 
10,048 

1 

04 

MO 

800 

2,482 

4,110 

0.000 

188            188 

206 
878 
8,616 
6,877 
11,640 
10,000 

870 

8    

2. 

487 
14368 
8.488 
6,880 

8,486 

017 
1,779 

18,001 

1,286 

4         .    .... 

4 

8:660 

'6*."[..[ 

8 

12 

9,787 

9 

16,464 

K... 

16 

24,008 

Launders  82  Inches  Wide.                         | 

Launders  82  Inches  Wide. ' 

Slope  in  1  Foot. 

DepiJiof 
^ter. 
Inches. 

Slope  in  1  Foot. 

Depth  of 
W^ter. 
Inches. 

much. 

J4Inch. 

^Inch. 

1  Inch. 

2  Inch's 

J^Inch. 

J4Inch. 

«Inch. 

llnch. 

2  Inch's 

Gallons  per  Minute. 

GaUons  per  Minute. 

1      

100 

060 

2,075 

6,000 

278 

010 

2,988 

8,486 

898 

1,801 
4,149 
12,001 

666 

1,889 
6,807 
16,060 

788 

2.601 

8.296 

24,002 

i  16 

16,028 
26,761 
88,500 

82,667 
87,896 

54,565 

82,040 
68,508 
77,m 

45,818 
76,068 
109,181 

64,088 

2 

1  24.: 

107,006 

4 

1  82 

164,888 

8 

§  636.  In  regard  to  the  transportation  of  sand  by  the  water  current,  experi- 
mental figures  from  Dubuat**  are  quoted  in  Table  380.  They  show  the  bottom 
velocities  of  currents  in  wooden  launders  of  (planed?)  plank,  necessary  to  move 
various  sizes  of  grains  of  certain  specific  gravities. 

TABLE    380. — SPEED   OF   WATER    CURRENT   NECESSARY  TO   MOVE   DIFFERENT   SIZES 

OF  SAND  AND  PEBBLES. 


Material. 


Velocities  at  Bottom  of  Stream, 
in  Feet  per  Second. 


Slowest  Observed 

Velocity  that 
MoTed  the  Qraina. 


Fastest  Ohsenred 

VelodtT  that  did 

Not  l^ove  the 

Grains. 


Brovrn  clay  (specific  gravity  2.04) 

Fine  Band  (8p.Gr.  2.04?) 

Ooarse  sand  (Sp.  Or.  8.86) 

Gravel,  size  of  anise  seed  (8p.  Or.  2.546)   

Gravel,  size  of  peas  or  larjfer  (Sp.  Or.  2.546) 

Gravel,  size  of  common  beans  (Sp.  Or.  2.546). 

Beach  pebbles,  one  inch  or  more  in  diameter  (Sp.  Or.  2.614) 

Angulu*  weathered  flint,  about  the  size  of  a  hen's  efrg  (Sp.  0. 8.26), 


0.27 
0.68 
0.71 
0.86 
0.08 
1.07 
8.18 
8.80 


Nearly  all  of  the  mill  launders  transporting  sand  and  water  are  of  such  size 
that  the  streams  are  shallow  and  wide  compared  with  the  best  proportion  for 
water,  stated  above.     This  may  be  wi.«e ;  but  perhaps  if  narrower,  deeper  streams 
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were  used^  slope  might  be  saved.  In  order  to  treat  this  subject  better^  the  tothor 
needs  facts  from  the  mills  in  regard  to  the  size  of  grains,  specific  gravity  of  the 
minerals,  quantity  of  sand  and  water  transported,  and  the  width^  depth  and 
slope  of  the  stream. 

Unwaterebs  and  Driers. 

§  637.  Unwaterino  Devices  are  used  to  diminish  the  water  carried  by  sand, 
or  the  sand  carried  by  water.  The  sand,  if  of  value,  is  thereby  put  in  better 
condition  for  the  next  step  in  the  process ;  if  it  is  waste,  it  is  in  condition  to  be 
dumped  or  loaded  while  the  water  may  be  in  condition  to  be  used  again.  These 
devices  may  be  classified  as  boxes,  screens,  and  mechanical  unwaterers.  Un- 
watering  boxes  are  discussed  in  §  340. 

Unwatering  Screens, — In  Mill  38  the  coarse  concentrates  (from  No.  1  and  No. 
2  jigs),  which  are  collected  separately  from  the  rest  of  the  concentrates,  are 
unwatered  by  passing  over  a  screen  placed  in  the  launder  that  leads  to  the  col- 
lecting bin.  In  Mill  40,  jig  middlings,  ranging  in  diameter  from  7  mm.  to  less 
than  2i  mm.  go  to  a  trommel  with  2i-mm.  round  holes.  The  oversize  of  this 
trommel  goes  to  middlings  rolls,  while  the  water,  together  with  the  finest  sand, 
goes  to  an  unwatering  box.  The  screens  used  to  un water  jig  tailings  in  Mills 
27  and  86  are  described  in  §  443. 

In  Mill  5  the  concentrates  from  each  log  washer  are  unwatered  by  passing  first 


PIG.  609. — Johnson's  mechanical  sand  shoveller. 

to  a  trommel  with  4.8-mm.  round  holes,  from  which  the  water  and  fines  pass  to  a 
fixed  flat  screen  of  14-mesh  wire  cloth  sloping  35**.  The  reason  for  the  two 
screens  is  that  the  size  of  grains  ranges  from  50.8  mm.  in  diameter  to  fines. 

In  Mill  76  the  pulp  from  the  clean-up  barrel,  after  passing  over  amalgamated 
plates,  goes  to  a  tapk  with  a  burlap  filter  in  the  bottom.  The  water  goes  to  wast^, 
and  what  is  caught  on  the  filter  is  sent  to  the  chlorination  works. 

Mechanical  Unwatering. — The  Johnson  Mechanical  Sand  Shoveller  is  used  at 
Mill  5  to  remove  the  sand  from  the  waste  launder,  in  order  to  prevent  the  settling 
ponds  filling  up  too  rapidly ;  and  also  to  save  fall,  because  the  sand  requires  more 
elope  in  the  launder  than  the  clay.  The  apparatus,  of  which  Fig.  509  is  an  end 
elevation,  consists  of  a  series  of  scoops  attached  to  -each  of  two  revolving  shafts; 
The  form  and  inclination  of  the  scoops  is  such  that  their  operation  is  much  like 
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that  of  a  shovel  in  a  man's  hands.  Each  scoop  dips  to  the  bottom  of  the  launder^ 
and  as  it  rises  turns  partially  so  as  to  gradually  pour  off  the  water  (the  |water 
also  draining  through  perforations  in  the  scoop),  and  finally  discharges  the  sand 
outside  .the  launder  into  a  car.  For  the  details  of  construction  the  reader  is* 
referred  to  the  Transactions  of  the  Am.  Inst.  Min.  Eng.,  Vol.  XXVIII.,  page  226. 
The  machine  takes  out  about  twice  as  much  saild  in  a  given  time  as  thr^  men 
were  previously  able  to  take  out;  in  fact,  it  appears  to  remove  all  of  the  sand, 
and  let  only  the  clay  and  fine  silt  pass  on. 

A  slime  table  with  very  gentle  slope  and  slow  speed  of  rotation  is  suggested  as 
an  unwaterer  for  slime.  Some  form  of  scraper  would  probably  be  needed  to  re- 
move the  settled  slime.  The  use  of  this  plan  is  unknown  to  the  author.  The 
nearest  approach  to  it  is  the  method  used  for  settling  in  some  starch  works: 
water  carrying  starch  and  gluten  is  passed  over  tables  about  2  feet  wide  and 
100  or  more  feet  long,  having  a  slope  of  perhaps  1^  inches  in  100  feet  (0**  4'+). 
The  starch  quite  readily  settles  on  the  table,  while  flie  gluten,  being  much  lighter, 
is  carried  along.  When  the  former  has  deposited  to  a  depth  of  5  or  6  inches  the 
current  is  stopped  and  the  starch  removed  with  hoes. 

§  638.  Driers. — Ore  or  concentrates  have  to  be  dried  for  dry  crushing  and 
screening,  for  magnetic  concentration,  and  to  save  freight  charges  in  shipping. 
Since  coarse  material  retains  much  less  moisture,  after  draining,  than  fine  ma- 
terial, it  is  often  sufficient  to  simply  drain  the  coarse  concentrates  before  shipping, 
though  the  fine  concentrates  may  require  drying.  For  example,  in  Mills  27  and 
29  concentrates  finer  than  0.9  mm.  and  2.5  mm.  diameter  respectively,  are  dried 
before  shipping,  while  the  coarser  sizes  are  shipped  without  drying.  The  per- 
centage of  moisture  retained  by  different  sizes  of  ore  is  shown  in  §  819.  WTien 
fine  ore  is  to  be  shipped  it  is  advisable  to  leave  2  or  3%  of  moisture  to  prevent 
loss  of  dust. 

Drying  is  done  either  in  revolving  cylinders,  in  shaft  furnaces  or  on  drying 
fioors. 

In  Mill  27  a  Cummer  Drier  is  used.  This  consists  of  an  inclined  revolving 
cylinder,  through  which  the  hot  gases  from  a  furnace  are  drawn  after  they  have 
passed  beneath  the  cylinder.  Tme  drying  is  assisted  by  internal  longitudinal 
blades  which  lift  the  concentrates  and  aUow  them  to  fall  through  the  current  of 
hot  gases.  A  positive  draft  is  maiiitained  by  means  of  a  suction  fan.  This 
drier  at  Mill  27  treats  concentrates  of  0.9  mm.  diameter  and  finer  at  the  rat<* 
of  10  tons  in  7  hours,  using  975  pounds  of  coal,  which  includes  the  coal  required 
to  heat  the  drier  after  14  hours'  idleness.  The  moisture  is  reduced  from  23% 
to  3%. 

In  Mill  92  the  jig  concentrates  are  dried  in  a  revolving  cylinder  provided  with 
internal  longitudinal  lifting  blades.  Mill  89  uses  a  revolving  plate-iron  cylinder, 
lined  with  bricky  to  dry  the  ore  from  the  breaker  (about  2  inches  maximum  diam- 
eter). This  cylinder  has  an  outside  diameter  of  6  feet,  is  24  feet  long,  slopes  4 
indbies  per  foot,  and  makes  7  revolutions  a  minute.  It  handles  126  tons  in  10 
houts^  rand  could  handle  more.  The  percentage  of  moisture  is  not  stated.  Oil  is 
used  for  fuel,  and  the  amount  is  i  gallon  per  ton  of  ore  dried. 

InMill  29  there  is  a  slightly  conical  revolving  drier,  18  feet  long,  with  diam- 
(»ters  of  36  inches  at  the  small  end  and  44  inches  at  the  large  end,  and  rervolvin^: 
37  times  a  minute.  The  hot  gases  from  the  fire  pass  through  the  cylinder  in 
oine  direction  while  the  ore  passes  in  the  opposite  direction. 
•  In  Mill  94  the  ore,  after  being  broken  to  f  inch  (19.1  mm.)  and  less,  was  dried 
in  an  Argdll  four-cylinder  drier  previous  to  fine  crushing  and  screening.  This 
drier  differs  from  the  common  cylindrical  form  in  having  a  nest  of  four  com- 
paratively small,  brick-lined  cylinders  (about  18  inches  inside  diameter)  instead 
of  one  large  cylinder.     The  n^st  is  fastened  inside  of  two  heavy  track  bands,. 
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which  are  supported  and  driven  by  two  pairs  of  supporting  rollers.  The  hot 
gases  from  the  fire  pass  through  the  pipes  in  the  opposite  direction  from  the  ore. 
This  design  is  claimed  to  better  utilize  the  heat  of  the  gases  from  the  fire.  At 
this  mill  the  moisture  was  reduced  from  10%  to  1%  m  70  tons  of  ore  in  24 
hours^  using  one  ton  of  coal.    The  drier  sloped  IJ  inches  per  foot  (7**  6'),  and 


FIG.   510a. — ^EDISON  DRIBB. 
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FIG.   510&. — DETAILS  OF  EDISON  DRIER. 

made  two  revolutions  per  minute.  It  was  at  first  run  at  half  the  above  inclina- 
tion, and  twice  the  above  speed,  but  these  latter  adjustments  caused  excessive  weai 
on  the  tracks. 

At  Mill  91  Edison's  Drying  Kiln  is  used  to  dry  the  ore  after  it  has  been  crushed 
to  about  i  inch  (12.7  mm.)  maximum  diameter.  It  consists  of  a  tower  8  feet 
square  and  50  feet  high  in  sections  made  of  iron  plates.     (Figs.  510a  and  510& 
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show  the  furnace  diflEering  slightly,  but  only  in  unimportant  details,  from  tho 
one  here  described.)  The  ore  first  passes  over  a  set  of  screens  to  remove  roots  or 
other  foreign  matter;  and  then  to  the  distributor  (Fig.  493),  which  spreads  it 
uniformly.  The  falling  ore  then  meets  a  system  of  baflQe  plates  (Fig  5106), 
which  extend  between  two  sides  of  the  tower.  The  plates  on  each  level  are  parallel, 
but  slope  at  right  angles  to  those  on  the  next  level.  The  ends  of  these  plates  rest 
in  slots  in  the  sides  of  the  tower,  and  can  thus  be  easily  removed.  The  plates 
are  8^  inches  wide,  ^  inch  thick,  and  slope  46*  in  the  direction  of  the  width.  Tho 
least  distance  between  the  edges  of  any  two  plates  is  about  four  times  the  diameter 
of  the  largest  particle  of  ore.  If  the  ore  contains  more  than  17%  moisture  it 
sticks  to  the  upper  baffle  plates,  and  to  take  care  of  such  ore  two  of  the  upper 
rows  of  plates  are  provided  with  levers  with  which  they  may  be  shaken  longitudi- 
nally (see  Fig.  5106).  After  the  ore  has  passed  over  these  upper  plates  it  is  dry 
enough,  superficially,  to  prevent  sticking.  The  hot  gases  for  drying  are  intro- 
duced at  three  diflferent  levels  through  three  sets  of  brick  checkerwork  in  one 
side  of  the  tower,  the  baffle  plates  being  omitted  from  the  sections  where  the 
hot  gases  enter.  The  gases  are  drawn  off  from  the  top  by  a  suction  fan  which 
delivers  to  a  dust  catcher.  The  drier  treats  300  tons  of  ore  per  hour,  using  1,400 
pounds  of  anthracite  coal  in  that  time.  The  ore  passes  through  the  drier  so 
rapidly  that  the  moisture  is  not  all  carried  off,  but  so  much  heat  is  retained 
that  there  is  no  difficulty  in  removing  nearly  all  the  remaining  moisture  by  dry 
air  blown  through  the  stock  house  at  the  rate  of  50,000  cubic  feet  per  minute. 

A  second  drier  of  the  same  kind,  but  6  feet  square  instead  of  8  feet,  is 
used  to  remove  the  last  traces  of  moisture,  and  to  prepare  the  ore  for  the  dusting 
chamber  (§  600)  after  it  Ihas  been  crushed  to  a  maximum  diameter  of  about 
0.06  inch  (1.5  mm.),  and  has  been  partially  concentrated  by  the  No.  1  or  12- 
inch  magnets. 

One  of  these  driers,  3  feet  square  and  24  feet  high,  has  been  installed  in 
Mill  92,  to  replace  another  form,  for  drying  all  of  the  ore  after  it  has  been 
reduced  to  a  maximum  diameter  of  about  l|  inch  (38.1  mm.). 

In  Mill  28  there  are  two  drying  floors,  each  25  feet  long  and  12^  feet 
wide,  upon  which  are  laid  six  4-inch  steam  pipes,  three  conveying  steam  for- 
ward and  three  pipes  returning  it  to  the  exhaust.  The  concentrates  from  40  mm. 
to  2  mm.  in  diameter  are  dried  on  one  of  the  floors,  and  all  finer  than  2  mm. 
on  the  other. 

Miscellaneous  Apparatus. 

§  639-  Removal  op  Pick-points,  Bolts,  Sticks,  etc. — To  prevent  strains 
upon  crushing  rolls  and  to  prevent  clogging  of  the  different  machines,  coarse 
screens  are  sometimes  used  to  remove  pick-points,  sticks,  etc.,  from  the  ore,  after 
it  has  been  through  the  breaker.  These  things  are  also  more  or  less  perfectly 
removed  by  hand  picking.  In  Mill  91,  for  this  purpose,  the  ore  from  the  No.  3 
corrugated  rolls,  is  passed  over  a  set  of  three  No.  1  screens  which  are  plane  per- 
forated plate  screens,  just  before  entering  the  drier.  Each  screen  is  36  inches 
long,  38  inches  wide,  and  slopes  40**.  The  upper  one  has  slots  IJ  X  3  inches,  and 
3  inches  apart.  The  middle  and  lower  screens  have  slots  IJ  X  2^  inches,  and 
f  inch  apart.  The  undersize  of  the  first  goes  to  the  second,  of  the  second  to  the 
third  screen,  and  of  the  third  to  the  drier.  The  oversize  of  all  three  screens  is 
thrown  out. 

In  Mill  94,  pick-points,  bolts,  etc.,  are  removed  from  the  ore  before  goinir 
to  the  No.  1  rolls,  by  means  of  1-inch  round  holes  on  the  last  2  feet  of  N)o.  1 
trommel,  the  first  4  feet  of  which  are  covered  with  4-me8h  wire  cloth.  The 
undersize  of  the  1-inch  hole  goes  to  rolls  for  further  crushing,  while  its  over- 
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size  contains  the  pick  points,  etc.    The  material  through  4  mesh  on  6  mesh, 
from  No.  2  trommel,  is  mainly  chips,  strings,  etc.,  and  goes  to  waste. 

In  Mill  92  the  ore,  after  being  reduced  to  a  maximum  of  about  8  mesh,  goes 
to  10-mesh  trommels,  the  oversize  of  which  goes  to  a  1-mesh  trommel,  and  the 
oversize  of  the  latter  is  sticks,  nails,  etc. 

Dust-fans  and  Chambers. — ^When  ore  is  treated  dry,  as  in  sampling  mills, 
pneumatic  mills  and  magnetic  concentrators,  there  may  be  so  much  floating  dust 
that  suction  fans  are  needed  to  remove  it  Fans  are  also  used  in  some  cases 
to  hasten  drying,  as  in  Mills  27  and  91.  In  Mill  89  two  suction  fans  are  used, 
one  to  remove  oust  from  the  magnetic  machines,  and  the  other  to  remove  dust 
from  the  crushing  machinery  and  trommels.  In  Mill  94  there  is  a  suction  fan 
connected  with  the  housings  of  all  rolls,  elevators  and  trommels.  The  heavier 
part  of  the  dust  settles  in  a  dust  chamber. 

The  centrifugal  dust  collector  commonly  used  in  wood  working  mills  and  flour 
mills  may  prove  valuable  in  some  cases.  Where  the  dust  carries  much  value,  or 
where  it  is  especially  necessary  to  prevent  it  from  blowing  into  the  air,  a  bag  room 
is  a  simple  and  efficient  means  of  catching  it.**  "*  '*  This  consiste  of  a  room 
in  which  a  large  number  of  burlap  or  cotton  cloth  bags  or  tubes  are  suspended 
vertically.  There  are  two  methods  of  operation.  In  one,  the  air  and  dust 
come  through  the  large  horizontal  distributing  pipes  in  the  top  of  the  room, 
and  pass  down  through  nipples  into  the  bags,  the  lower  ends  of  which  lie  on  the 
floor.  The  air  can  pass  through  the  meshes  of  the  bags  while  the  dust  cannot. 
The  latter  falls  or  is  shaken  down  at  intervals,  and  is  periodically  emptied  into 
wheelbarrows.  In  the  other  method,  the  air  and  dust  are  carried  into  a  chamber 
with  hoppers  in  the  bottom,  and  pass  up  into  the  bags  through  nipples  in  the 
top  of  the  chamber.  The  dust  is  shaken  down  into  the  hoppers,  from  which 
it  is  drawn  off  through  gates.  Sturtevant  claims  that,  for  ore,  burlap  is  a 
better  material  than  cotton :  Ist,  because  the  holes  are  not  so  easily  clogged  by 
the  dust;  and  2nd,  because,  when  the  blast  is  stopped,  the  collapse  of  the  bags 
causes  a  large  part  of  the  adhering  dust  to  fall  down,  while  with  cotton  the  bags 
must  be  shaken  to  remove  the  dust. 

Weighing  Ore. — Platform  scales  may  be  provided  upon  which  the  cars  or 
wagons  bringing  ore,  or  removing  concentrates,  are  run  to  be  weighed.  At 
Mill  86  the  concentrates  are  weighed  as  they  are  being  wheeled  in  barrows  to 
the  cars.  It  is  a  common  custom  to  weigh  a  number  of  cars  of  ore,  and  use  the 
average  weight  for  making  up  dailv  accounts  of  tonnage.  This  method  may  be 
accurate  enough  to  indicate  irregularities  in  the  work  of  the  mill,  but  it  is  not 
accurate  enough  to  base  financial  transactions  upon.  For  that  purpose  careful 
weighing,  moisture  samples  and  assays  are  all  required. 

Care  E^iould  be  used  that  heavier  loads  are  not  put  on  the  scales  than  the 
latter  are  intended  to  weigh ;  and  the  scales  should  be  tested  occasionally  to  see 
that  they  are  accurate.  It  will  be  suggestive  to  mention  a  case  where  the  scales 
were  frequently  tested  and  were  supposed  to  be  accurate;  but  the  test  weights 
were  found  to  be  so  much  in  error  uiat  a  mistake  of  about  40  pounds  per  ton 
had  been  made.  The  idea  has  been  suggested  that  disputes  may  arise  in  case 
of  shipment  on  account  of  differences  in  weight  between  places  of  high  and  of 
low  altitude ;  but  it  should  be  Stated  that  ttiis  difference  occurs  only  with  spring 
balances,  which,  of  course,  are  neyer  used  in  dealing  with  ore.  With  a  spring 
balance  the  difference  is  only  about  two  poimds  per  ton  between  sea  level  and 
a  height  of  10,000  feet  in  the  same  latitude ;  and  if  tiie  places  are  as  far  apart 
in  latitude  as  British  Columbia  and  the  Gulf  of  Mexico  the  difference  is  about 
7^  pounds  per  ton.  In  this  book  a  ton  always  means  2,000  pounds  unless  other- 
wise indicated.  The  long  ton  contains  2,240,  the  so-called  ''miner^B  ton*^  2,362, 
and  the  metric  ton  2,204  pounds. 
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BiBUOOBAPHT  OF  ACCESSOBT  APPABATUS. 
SAMPLING. 

1.  Am.  Vhem.  8oe.,  Vol.  XV.,  (1893),  p.  260.     Shimer  and  Reifsnyder  show,  by  experi- 

ment, the  advantage  of  having  ore  somewhat  moist  for  sampling. 

2.  Am,  Inst.  Min.  Eng.,  Vol.  XX.  (1891),  p.  155.    Wm.  Glenn  discusses  Uke  need  of  care- 

ful, unprejudiced  sampling,  and  describes  hand  sampling  by  channelling.     Discus- 
sion by  R.  W.  Raymond,  with  description  of  Cornish  quartering. 

3.  Ibid.,  p.  416.    H.  L.  Bridgman  discusses  sampling  and  describes  the  Bridgman  mechan- 

ical samplers.    Illustrated. 

4.  Ibid.,  Vol.  XXV.,   (1895),  p.  826.     D.  W.  Brunton  discusses  the  theory  of  sampling; 

and  by  using  certain  experimental  data,  deduces  a  formula  showing  the  relation 
between  the  weight  of  a  sample  and  the  maximum  size  of  the  ore  grains. 
6.  Ibid.,  Vol.  XXVI.,   (1896),  p.  1098.     Henry  A.  Vezin  discusses  the  advantages  of  a 
good  mechanical  sampler  compared  with  hand  sampling. 

6.  Can.  Min.  Bev.,  Vol.  XVII.,  (1898),  p.  43.    F.  T.  Snyder.    A  simple  automatic  sampler. 

Illustrated. 

7.  Chem.  and  Met.  8oe.  S.  Africa,  Vol.  II.,   (1898),  No.  8,  p.  155.     S.  H.  Pearce  dis- 

cusses sampling  of' various  products  and  describes  an  automatic  sampler  for  tail- 
ings.   Illustrated. 
^  Collins,  H.  F.,  (1899),  ''Metal,  of  Lead,"  p.  2.    Description  and  discussion  of  Clark- 
son  sampler.     Illustrated. 
9.  Eng.  d  Min.  Jour.,  Vol.  LI.,   (1891),  p.  718.    The  disadvantages  of  systematic  hand 
sampling. 

10.  Ibid.,  Vol.  fJl.,  (1891),  p.  264.  A.  D.  Hodges,  Jr.  Necessary  precautions  in  hand 
sampling. 

IL  Ibid.,  Vol.  LIIL,  (1892),  pp.  Ill  and  132.  Paul  Johnson  gives  details  of  Cornish 
sampling  at  the  El  Paso  smelter. 

12.  Ibid.,  Vol.  LXI.,  (1896),  p.  543.    Bridgman's  assay  office  sampler.     Illustrated. 

13.  Ibid.,  Vol.  LXIII.,  (1897),  p.  160.    W.  W.  Taylor.    Sampling  a  pile  of  ore  by  driving 

in  an  iron  pipe  at  various  places. 

14.  Hofman,  H.  O.,  "Metallurgy  Lead,"    (1899),  p.   42.     Discussion  of  sampling  with 

descriptions  of  hand  sampling  and  several  mechanical  samplers.    Illustrated. 

15.  Iron  d  Steel  Inst.,  Vol.  XLIV.,    (1893),  p.   131.    Thomas  Clarkson.     Principles  of 

sampling,  and  description  of  the  Clarkson  sampler.    Illustrated.    Discussion. 

16.  Mines  dc  Minerals,  V oh  XX.,   (1899-1900),  p.  391.     Same  as  Chem.  d  Met.  Boc.    8. 

Africa,  Vol.  IT,  p.  155. 

17.  Bch.  Mines  Quart.,  Vol.  III.,    (1881-2),  p.  253;   and  VI.,    (1884-5),  p.  351.     S.  A. 

Reed  discusses  the  theory  and  practice  of  sampling. 

FEEDEBB  AND  DISTRIBX7T0BS. 

!8.  Eng,  d  Min.  Jour.,  Vol.  LIV.,  (1892),  p.  5.  John  W.  Meier.  Descriptions  of  auto- 
matic feeders  used  at  Przibram.     Illustrated. 

IP,  Zeii,  Berg.  Hiitt.  u.  Balinenwesen,  Vol.  XLIII.,  (1895),  p.  215.  Description  of  the 
Musterschutz  slime  feeder.    Illustrated. 

ELXVATOBS  AND  CONVETOBS. 

20.  Am.  Inst.  Min.  Eng.,  VoU  XII.,  (1883-4),  p.  499.    S.  Stutz.    Link  belt  elevators  and 

conveyors.     Illustrated. 

21.  Ibid.,  Vol.  XXVI.,   (1896),  p.  78.    Thomas  Robins,  Jr.,  dUcusses  conveying  by  belts 

and  describes  his  special  belt,  rollers,  etc. 

22.  Berg.  h.  Hutt.  Zeit.,  Vol.  LV.,  (1896),  p.  397.    Short  description  and  data  in  regard 

to  the  Kreiss  jerking  conveyor. 
28.  Eng.  d  Min.  Jour.,  Vol.  LXVII.,  (1899),  p.  236.    Details  of  a  60-foot  sand  wheel  for 
the  Henry  Nourse  Gold  Mining  Co.,   S.  Africa.     Illustrated. 

24.  if  in.  Ind.,  Vol.  V.,    (1896),  p.  264.     John  E.  Rothwell  di8C^8se8  details  of  belt  ele- 

vators. 

25.  Rittinger,  P.  R.  von,  (1867),  "Aufbereitungskunde,"  p.  497.     Elevators,  sand  wheels 

and  conveyors.     Illustrated. 

26.  fif.  Afric.  Assoc.  Eng.  d  Architects,  Vol.  IV.,  (1897-98),  p,  53.     H.  R.  Skinner.    Some 

details  and  costs  of  tailings  wheels  on  the  Rand,  and  comparisons  with  pumps 
and  bucket  elevators. 

PUMPS. 

27.  Am.  Eng.  d  R.  R.  Jour.,  Vol.  LXVIIL,   (1894),  p.  411.    John  Richards.     Discussion 

of  the  details  of  centrifugal  pumps. 
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28.  Am.  8oc,  Mech.  Eng.,  Vol.  VII.,   (1885-6),  p.  608.     W.  O.  Webber.     EfSciencies  of 

centrifugal  and  reciprocating  pumps. 

29.  Ibid.,  Vol.  IX.,  (1887-8),  p.  228.    W.  O.  Webber  and  others  discuss  the  construction 

and  efficiency  of  centrifugal  pumps. 

30.  Berg.  u.  BiUt.  Zeii.,Vo\.  iScXII.,  (1873),  p.  283.    Short  illustrated  description  of  a 

special  phmger  pump  for  sand  and  water. 

31.  Eng.  d  Min.  Jour.,  Vol.  LXV.,  (1898),  p.  553.    Illustrated  description  of  Frenier  and 

Leblanc  spiral  sand  pump. 

32.  Freiberger  Jcthrb.,    (1893),  p.  83.   Seemanngives  figures  showing  the  grinding  effect 

of  a  centrifugal  pump  on  sand. 

IAU1IDER8. 

33.  Du&iat,  (1816),  "Principe  d'Hydraulique  et  de  Pyrodynamique,"  Vol.  11.,  pp.  77-90. 

Bottom,  top  and  mean  velocities  of  flow  of  water  in  small  wooden  channels, 
pp.  01-97.  Bottom  currents  required  to  move  different  kinds  of  sand,  gravel  and 
clay. 

34.  Bering  and  Trautwine,    (1889).     Translated  from  Qanguillet  and  Kutter,  with  ad- 

ditions), "A  General  Formula  for  the  Flow  of  water,"  p.  131.  A  large  number 
of  gaugings  of  the  flow  of  water  in  pipes  and  open  channels  of  various  dimensions. 

uiBCKLULtnova. 

35.  Am.  Inst.  Min.  Eng.,  Vol.  XXVIII.,   (1898),  p.  225,  J.  E.  Johnson,  Jr.     An  auto- 

matic shoveller  for  removing  sand  from  water  running  in  launders. 

36.  Hofman,  H.  O.,  (1899),  "Metollurgy  Lead,"  p.  131.    Description  of  Lewis  and  Bartlett 

bag  process  for  collecting  dust  and  fumes,  p.  378.  Discussion  of  various  methods 
of  condensing  flue  dusts,  with  descriptions  of  different  forms  of  dust  chambers. 
Illustrated. 

37.  Peters,  E.  D.,  Jr.,   (1895),  "Ck>pper  Smelting,"  p.  475.     Short  discussion  of  dust 

chambers. 

38.  Schnabel,  Carl,    (1896),  "Handbuch  der  Metollhattenkunde,"  Vol.  II.,  p.  240.     Also 

Louis'  translation,  (1898),  Vol.  II.,  p.  228).  Description  of  bag  rooms  for  eol* 
lecting  zinc  white.    Illustrated. 
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PART  IV. 

HILL  PROCESSES  AND  MANAGEMENT. 

Haying  discussed,  indiyidually,  the  yariblis  kinds  of  apparatus  which  find  ap- 
plication in  concentrating  mills,  there  remains  the  consideration  of  the  mills 
as  a  whole,  jnoluiding  ihh  i^ari^uioom^iioMions  of  priiac^iples);,^^  diff^|\()  arrange- 
ments of  apparatus;  the  management  of  mills;  general  items  such  as  power, 
water,  costs,  etc. ;  mill  testing  and  the  selection  of  processes  suitable  for  different 
ores. 


CHAPTER  XX. 

SUMMARY  OF  PRINCIPLES  AND  OUTLINES  OP  MILLS. 

§  640.  Summary  of  Principles. — For  the  convenience  of  the  student  of  mill- 
ing a  resnm^  is  here  given  of  the  different  principles  employed  in  separating 
minerals.  The  mode  of  combining  these  principles  will  be  found  in  the  miU 
schemes  which  follow  later. 

Hand  Picking. — The  eye  and  hand  are  guided  in  selecting  the  good  ore  from 
the  waste,  the  waste  from  the  good  ore,  or  one  valuable  mineral  from  another 
by  the  color,  lustre,  aggregation,  fracture,  and  specific  gravity  of  the  minerals. 

Sizing  by  Screens  puts  together  in  groups  particles  which  are  of  about  the 
same  size  irrespective  of  specific  gravity.  The  variation  of  size  ranges  from  the 
largest  grain  that  could  come  through  the  screen  above  to  the  smallest  grain  that 
could  rest  on  the  screen  below.  The  trommels  or  drum  screens  and  the  flat 
screens,  whether  shaken  or  fixed,  are  included  in  this  class. 

Sizing  by  a  Water  Film  on  a  Surface  puts  together  particles  which  are  about 
the  same  size.  The  specific  gravity  of  the  minerals  probably  affects  this  opera- 
tion to  a  limited  degree.  For  example  the  finer  grains  of  quartz  in  any  given 
product  roll  more  easily  than  the  grains  of  galena  of  the  same  size.  The  slime 
table,  canvas  table,  blanket  table,  and  huddle  are  all  included  in  this  class. 

Sorting  by  Free  Settling  is  done  by  classifiers  of  all  kinds.  It  puts  together 
in  any  given  product  particles  that  are  equal  settling  under  free  settling  condi- 
tions, in  which  the  particle  of  mineral  of  higher  specific  gravity  is  of  smaller 
diameter  than  that  of  lower  specific  gravity. 

Elutriation  is  done  by  stirring  up  the  mixed  grains  in  a  vat  or  tank.  After 
a  period  of  settling  the  coarser  grains,  the  supernatant  water  containing  the 
lighter  grains  is  drawn  off.  The  operation  is  free  settling  applied  to  very  fine 
particles.  The  washing  of  clays  is  virtually  elutriation,  but  it  is  generally  con- 
tinuous as  far  as  the  removal  of  the  fine  stuff  from  the  coarse  is  concerned,  in- 
termittent only  in  the  settling  of  the  fine  clay. 

§  641.  Sorting  by  Hindered  Settling  is  done  on  the  beds  of  jigs  during  pul- 
sion or  forward  stroke  of  the  plunger.  It  causes  the  particles  to  become  layered 
or  stratified  and  brings  together,  in  any  layer,  grains  that  are  equal  settling  under 
hindered  settling  conditions.  Here  again  the  grain  of  higher  specific  gravity 
which  is  brought  into  equilibrium  with  one  of  lower  specific  gravity  is  smaller 
in  diameter  than  the  latter,  but  the  difference  in  diameters  is  considerably 
greater  than  with  free  settling. 

Suction  takes  place  on  the  beds  of  jigs  during  the  return  stroke  of  the  plunger. 
By  it  any  grains  of  high  specific  gravity  that  are  small  enough  to  do  so  are 
drawn  down  through  the  interstices  of  the  bed  into  the  hutch  below. 

Sorting  by  Settling  in  Air, — This  action  takes  place  on  the  bed  of  a  pneu- 
matic jig  during  the  pulsion  or  forward  motion  of  the  plunger.  It  puts  together 
grains  that  are  equal  settling  in  air.  The  effect  may  not  be  dissimilar  to  hin- 
dered settling  in  water.  No  extensive  investigation  to  settle  this  point  is 
known  to  the  author. 

Momentum  and  Trajectory. — ^When  particles  are  thrown  with  equal  vdocity 
in  a  horizontal  direction  they  hold  their  momentum  for  different  lengths  of 
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time  according  to  their  specific  gravity  and  size.  In  consequence  of  this  they 
drop  at  shorter  or  longer  distances  from  the  starting  point.  The  grains  of  equal 
trajectory  are  grouped  in  practically  the  same  way  as  grains  that  are  equal  set- 
tling in  air.  There  may  be  some  diflference  in  the  ratio  of  diameter  in  the  two 
cases,  but  in  regard  to  this  the  author  has  no  information.  The  Pape-Henne- 
berg  and  Clarkson-Stanfield  separators  work  on  this  principle. 

Agitation  takes  place  in  the  bed  of  sand  on  a  vanner  belt  or  on  a  jerking  table. 
By  it  the  grains  of  heavy  mineral  are  settled  into  a  layer  beneatii  those  of  the 
lighter.  The  finest  grains  of  heavy  mineral  are,  however,  imperfectly  settled. 
The  travel  of  the  vanner  belt  carries  up  the  heavy  layer.  The  heavy  layer  on 
the  bumping  or  jerking  table  is  removed  by  the  same  jerking  movement  which 
makes  the  layers. 

Oreasy  Flotation. — When  particles  refuse  to  become  wetted  they  may  float 
in  a  little  dimple  in  the  surface  of  the  water,  or  if  immersed  they  may  retain 
attached  to  them  air  bubbles  which  float  them  up  later.  This  principle,  how- 
ever, is  so  unreliable  and  diflScult  to  control  that  it  is  usually  considered  more 
an  injury  than  a  benefit. 

§  642.  Plate  Amalgamation. — ^When  pulp  containing  free  gold,  freshly  bright- 
ened by  the  action  of  the  stamps,  flows  over,  or,  still  better,  impinges  upon  a 
clean  amalgamated  plate  the  gold  particles  are  instantly  amalgamated  and 
cemented  to  the  plate  while  the  sand  flows  oflf. 

The  Oreased  Plate. — ^When  diamond  bearing  sands  are  fed  with  water  upon  an 
inclined  table  with  a  suitable  coating  of  grease  upon  it  the  diamonds  stick  to  the 
grease  and  are  retained,  while  the  quartz  sand  flows  off  with  the  water. 

Magnetism. — When  mixed  magnetic  and  non-magnetic  sands  are  brought 
within  the  sphere  of  attraction  of  a  magnet  the  former  are  attracted  while  the 
latter  are  not.  When  mixed  particles  of  more  magnetic  and  less  magnetic  power 
are  subjected  to  an  electromagnet  the  current  of  electricity  may  be  so  adjusted 
as  to  take  out  only  those  that  are  more  magnetic,  allowing  the  less  magnetic  to 
move  on. 

Roasting  for  Magnetism. — When  mixed  minerals,  one  of  which  contains  iron 
and  is  susceptible  of  decomposition  by  heat  and  oxidation,  are  roasted,  in  a  fur- 
nace at  a  moderate  heat  with  a  flame  of  limited  oxidizing  power,  the  iron  mineral 
goes  over  into  magnetic  oxide  which  is  strongly  attracted  by  the  magnet,  while 
the  other  does  not.     The  removal  of  pyrite  from  blende  is  an  illustration. 

Roasting  for  Porosity. — When  two  minerals,  one  of  which  is  more  susceptible 
to  decomposition  by  heat  and  oxidation  than  the  other,  are  roasted  at  a  moderate 
heat  the  former  becomes  soft,  porous  or  spongy  in  form  and  practically  lighter 
in  specific  gravity,  while  the  latter  remains  unchanged.  The  removal  of  pyrite 
from  cassiterite  (tinstone)  is  an  illustration. 

Decrepitation. — If  a  product,  consisting  of  a  crystallized  mineral  and  an 
amorphous  mineral,,  or  of  two  crystallized  minerals  which  decrepitate  at  differ- 
ent temperatures,  be  heated  on  a  plate  one  of  the  minerals  may  decrepitate  or 
break  up  into  small  fragments  while  the  other  remains  unchanged.  The  removal 
of  barite  from  blende  is  an  illustration  of  this. 

§  643.  Centrifugal  Force. — If  an  emulsion  of  two  liquids  be  placed  in  a  strong 
cylinder  which  is  being  revolved  at  high  speed,  the  lighter  component  liquid  seeks 
the  center  of  the  cylinder  while  the  heavier  seeks  the  circumference.  This  prin- 
ciple is  used  in  the  milk  separator.  If  water  carrying  fine  mineral  slimes  be 
put  in  the  above  cylinder  the  solid  particles  all  seek  the  circumference,  and  prob- 
ably do  so  in  the  same  order  that  they  would  fall  under  free  settling  conditions. 
It  would  seem,  therefore,  that  the  best  that  could  be  expected  would  be  the  un- 
watering  of  fine  pulp.  The  efforts  to  utilize  this  principle  have  not  produced  a 
machine  which  is  generally  accepted  in  ore  dressing. 
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•  Brittleness  under  Crushing  Force. — Of  two  minerals  being  subjected  to  crusli- 
ing  by  pressure  as  with  rolls,  one  many  be  brittle  and  break  easily  to  fine  grains, 
while  the  other  is  tenacious  or  even  malleable,  and  refuses  to  be  broken  finely. 
Native  copper  and  gangue  may  be  so  separated,  but  the  separation  is  incomplete 
since  there  is  always  some  fine  copper  to  go  with  the  gangue. 

Friability  under  a  Blow. — Of  two  minerals  subjected  to  the  beating  action  of 
high  speed  revolving  beaters,  one  may  be  broken  into  small  grains  while  the 
other  is  not.  The  Vapart  Disintegrator  has  been  used  to  separate  blende  from 
pyrite  by  this  principle. 

§  644.  Combinations  op  Principles  of  Separation. — If  the  above  principles 
of  concentration  be  used  alone  uncombined  with  others,  they  would  in  most  cases 
give  very  incomplete  concentration  of  values  or  none  at  all.  But  on  the  other 
hand,  if  they  are  suitably  combined  a  separation  may  be  made  as  complete  as 
commercial  conditions  will  aUow.  Some  of  these  combinations  will  now  be 
given: 

Sizing  before  Sorting  is  a  combination  illustrated  in  trommels  followed  by 
jigging  with  water  or  air,  and  in  screening  followed  by  Clarkson-Stanfield  cen- 
trifugal dry  separators.  In  both  of  these  groups  the  screening  places  together 
grains  of  the  same  size,  but  different  gravities,  and  the  jigging  or  the  dry 
separating  separates  the  heavier  grains  of  each  group  from  the  lighter. 

Sizing  followed  by  Agitation  is  a  combination  illustrated  by  slime  table  mid- 
dlings treated  on  a  vanner.  Here  the  slime  table  has  removed  the  larger  part 
of  the  fine  concentrates,  and  sends  its  middlings,  which  are  coarser,  to  a  vanner, 
which  separates  the  valuable  minerals  from  the  waste,  making  a  very  appropriate 
grouping  of  machines. 

Sizing  followed  by  Magnetism  and  by  Sorting  occurs  in  trommels  followed 
by  Wetherill  magnets  and  "by  jigs  in  Mill  92.  The  trommel  puts  like  sizes  to- 
gether, the  magnet  takes  out  the  franklinite  suitable  for  zinc  oxide  furnace  and 
Spiegel  furnace,  and  the  jig  saves  the  willemite  and  zincite  from  the  limestone 
for  the  spelter  furnace. 

§  645.  Sorting  before  Sizing  is  illustrated  by  a  classifier  followed  by  a  slime 
table,  or  by  a  Pape-Henneberg  dry  separator  followed  by  a  slime  table.  The  box 
classifier  or  Pape-Henneberg  machine  puts  the  small  grain  of  mineral  of  higher 
gravity  with  the  larger  grain  of  lower,  and  the  table  following,  by  its  quality  of 
sizing,  retains  the  small  grain  of  heavy  mineral  and  rejects  the  large  grain  of 
waste. 

Sorting  followed  by  Agitation  occurs  where  a  classifier  is  followed  by  a  vanner. 
This  is  not  an  entirely  logical  method,  as  the  vanner  does  not  require  the  larger 
grains  of  heavy  mineral  to  be  taken  out.  It  is  really  an  expedient  to  get  a  series 
of  products  to  be  treated  by  a  series  of  vanners. 

Sorting  followed  by  Suction  is  dhown  by  a  hydraulic  classifier  followed  by  a 
bedded  jig.  The  classifier  puts  the  smaller  grains  of  heavy  mineral  with  the 
larger  grains  of  lighter  mineral.  The  bedded  jig  by  suction  draws  down  the 
small  grains  of  heavy  mineral  through  the  interstices  into  the  hutch  below.        ] 

Sorting  followed  by  Suction  and  again  by  Suction  occurs  where  a  classifier  is 
followed  by  a  roughing  jig  and  by  a  finishing  jig.  The  classifier  puts  the  larger 
lighter  grains  with  the  smaller  heavier.  The  roughing  jig  with  its  coarse  bed 
and  rapid  treatment  rejects  the  largest  light  waste,  yielding  a  hutch  product  of 
small  quantity  for  the  finishing  jig  to  treat  more  slowly  with  a  finer  bed.  On 
the  finishing  jig  light  particles  are  lifted  during  pulsion  while  the  fine  heavy 
particles  are  drawn  down  through  the  bed  into  the  hutch  during  suction. 

Amalgamation  followed  by  Agitation  occurs  where  an  amalgamated  plate  is 
followed  by  a  vanner.    The  amalgamated  plate  saves  the  bright  free  gold  and  the 
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vanner  saves  the  rusty  gold  and  the  values  that  are  associated  with  the  heavy 
mineral. 

Amalgamation  and  Affitation  followed  by  Sorting,  Sizing,  and  Agitation  is  a 
combination  shown  by  amalgamated  plate,  vanner,  classifier,  canvas  table,  and 
vanner.  The  plate  takes  the  clean  gold,  the  first  vanner  the  coarser,  heavy 
values,  the  classifier  throws  away  in  its  spigot  product  the  coarse  waste,  the  canvas 
table  throws  away  a  finer  waste  product,  and  finally  the  little  vanner  saves  the 
finest  values,  rejecting  the  finest  waste. 

§  646.  Various  other  combinations  are  in  use  as  will  be  seen  by  the  reader  when 
he  studies  the  mill  schemes,  and  furthermore,  new  combinations  may  suggest 
themselves  to  him. 

Theoretically  the  principles  would  allow  a  perfect  separation,  but  practically 
such  is  rarely,  if  ever,  obtained.  This  incompleteness  of  the  separation  is  due  to 
various  causes,  the  complete  removal  of  which  is  not  commercially  possible. 
Considering  Mills  1  to  43  inclusive,  which  have  the  valuable  mineral  generally 
in  the  form  of  sulphide  associated  with  gangue,  we  have,  after  crushing,  the 
valuable  minerals  existing  as:  (a)  compact  grains,  (6)  flattish  grains,  (c)  in- 
cluded grains,  and  (d)  fine  slimes.  The  compact  grains  (a)  are  easily  separated 
unless  the  machines  are  run  too  fast.  The  flattish  grains  (6)  are  difficult  to 
separate  owing  to  their  slowness  in  settling.  The  included  grains  (<?)  prevent  a 
perfect  separation  since  they  oblige  us  to  send  gangue  into  the  heads  and  values 
ifito  the  tailings,  or  else  make  a  middling  product  requiring  re-treatment.  This 
middling  product  will  include  also  some  of  the  flattish  grains.  The  fine  slimes 
{d)  are  saved  with  difficulty  because  they  settle  so  slowly,  and  are  so  easily  car- 
ried forward  by  water  currents  that  the  commercial  limit  is  reached  before  the 
last  of  the  values  is  saved.  A  discussion  of  the  commercial  limite  in  ore  dress- 
ing will  be  found  in  §  832. 

Schemes  op  Mill  Treatment. 

§  647.  The  great  variety  of  states  of  mineral  aggregation  existing  in  ores, 
which  may  indicate  entirely  different  treatment  for  two  ores  of  even  identically 
the  same  chemical  composition,  seems  to  make  it  necessary  that  this  work  should 
lay  before  its  readers  a  great  many  mills,  representing  as  great  a  number  of 
variations  as  possible.  In  this  way  the  intelligent  reader  will  see  how  others  have 
handled  the  various  difficulties  of  their  problems,  will  form  his  own  opinions  as 
to  their  virtues  and  faults,  and  will  derive  guidance  for  the  solution  of  his  own 
problems.     With  this  aim  in  view  the  following  mill  schemes  are  inserted. 

(a)    SIMPLE  JIGGING  MILLS  USING  HAND  JIGS. 

§  648.  This  group  includes  Mills  1,  2  and  3,  and  a  general  description  of  Hand 
Jigging  at  Joplin.  Hand  jigging  plants  are  generally  used  on  mine  fines  without 
cruahing,  to  bring  up  ores  that  are  already  moderately  high  grade,  that  is,  to  put 
three  tons  or  less  of  ore  into  one  ton  of  concentrates.  They  are  generally  used 
without  a  breaker;  for  whenever  it  pays  to  put  in  the  latter  with  the  necessary 
engine  it  is  usual  to  go  further  and  add  a  pump  and  power  jigs. 

The  hand  jig  is  one  of  the  cheapest  and  simplest  washers,  and  can  be  put 
together  with  few  tools  in  out  of  the  way  places ;  where  labor  is  cheat)  the  cost 
per  ton  is  low,  and  when  the  tonnage  is  low  the  simplicity  of  the  hand  jig  gives 
it  preference  over  the  more  complicated  power  jigging  plants.  It  is  very  useful 
in  the  early  steges  of  mining  and  concentrating  operations  to  settle  the  questions 
how  mnch  can  be  saved,  what  is  the  quality  of  the  valuable  minerals  that  are 
saved,  and  what  is  probably  the  best  method  of  concentrating.    There  are  certain 
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district3,  particularly  in  the  Missouri  and  Kansas  zinc  regions,  where  the  seat  of 
mining  operations  changes  every  little  while  and  the  hand  jig  can  be  picked  up 
and  moved  to  the  new  plant  with  little  cost.  A  more  elaborate  mill  could  not  be 
easily  moved.  At  Granby,  Missouri,  the  miners  with  their  hand  jigs  (Mill  2) 
partially  concentrate  the  ore  and  the  concentrates  are  finished  in  a  larger,  more 
systematic  mill  (Mills  16  and' 17). 

§  649.  Mill  No.  1.  The  Genesee- Vanderbilt  Mining  Company,  Guston, 
Colorado. — ^The  mill  runs  day  shift  only.  The  ore  consists  of  the  economic 
minerals  gold  and  silver  bearing  pyrite,  galena,  blende  and  a  little  polybasite, 
and  a  gangue  of  quartz,  porphyry,  barite  and  clay.  The  pyrite  has  very  little 
value,  and  is  kept  out  as  much  as  possible  in  the  mine.  The  copper  in  the 
ore  is  rarely  above  3%.  The  problem  is  to  save  the  gold,  silver,  lead  and  copper. 
The  ore  is  picked  in  the  mine  into  shipping  ore  which  goes  to  smelter  and  con- 
centrating ore  which  goes  to  the  mill  and  is  shoveled  to  (1). 

1.  Gravel  screen.     Oversize  to  (2);  undersize  to  (3). 

2.  Picking  floor.     Smelting  ore  to  smelter;  residue  to  waste. 

3.  From  (1).  Hand  jig  with  sieve  having  f-inch  square  holes.  Top  skim- 
mings to  waste;  bottom  skimmings  to  (5) ;  hutch  (when  enough  bas  accumu- 
lated) to  (4). 

4.  Same  jig  with  an  8-mesh  sieve  laid  over  the  |-inch  sieve.  Top  skimmings 
to  waste;  lK>ttom  skimmings  and  hutch  to  (5). 

5.  From  (3)  and  (4).  Concentrates  floor.  They  are  sacked  and  shipped  to 
smelter. 

Laborers'  wages  are  $2.50  per  day,  mechanics'  $3.70.  The  price  of  board  is 
$1  per  day;  of  coal  $6.60  per  ton  delivered. 

§  660.  Mill  No.  2.  Granby  Hand  Jig,  Granbt,  Missouri. — Capacity  8 
tons  per  day  (probably  10  hours).  The  mill  runs  day  shift  only,  6  days  per 
week.  The  ore  consists  of  the  economic  minerals  blende,  calamine  and  galena 
in  coarse  crystallization  and  a  gangue  of  quartz,  flint,  calcite  and  dolomite.  The 
problem  is  to  save  the  zinc  and  lead.  The  ore  is  hoisted  from  the  mine  by 
bucket  and  hand  whin  to  (1). 

'  1.  Spalling  floor.  The  ore  is  broken  to  3  inches  diameter  and  shoveled 
to  (2). 

2.  Trough  washer.     Clay  and  fine  stuff  to  waste;  coarse  stuff  to  (3). 

3.  Gravel  screen  with  IJ-inch  square  holes.     Oversize  to  (4)  ;  undersize  to  (6). 

4.  Picking  floor.  Blende  and  calamine  to  (8) ;  galena  to  (9) ;  residue  to 
waste. 

6.  From  (3).  Hand  jig  on  zinc  ore.  Top  skimmings  to  waste;  middle  skim- 
mings to  (8) ;  bottom  skimmings  (when  enough  has  accumulated)  to  (6) ; 
hutch  to  (7). 

6.  Same  jig  on  galena  ore.  Top  skimmings  to  (8) ;  bottom  skimmings  to  (9)  ; 
hutch  to  (9). 

7.  From  (5).     Same  jig  on  fine  stuff.     Products  like  (6). 

8.  From  (4),  (6),  (6)  and  (7).    Zinc  concentrates  bins.     To  Mill  17. 

9.  From  (4),  (6)  and  (7).     Lead  concentrates  bins.     To  Mill  16. 

The  labor  required  is  two  men.  The  lead  ore  from  the  mine  runs  6  to  60% 
galena,  the  lead  concentrates,  75  to  95%  ;  the  zinc  ore  runs  10  to  75%  blende  and 
calamine,  the  zinc  concentrates,  50  to  95%.  One  hundred  tons  of  ore  yield  from 
10  to  33  tons  of  concentrates. 

§651.  Mill  No.  3.  Hell  upon  Earth,  Joplin,  Missouri. — Capacity  50 
tons  in  9  hours.  The  mill  runs  9  hours  per  day,  6  days  per  week.  The  ore 
consists  of  the  economic  minerals  blende  and  galena  in  coarse  crystallization 
and  a  gangue  of  limestone  and  fiint.  The  problem  is  to  save  the  zinc  and  lead. 
Ore  is  hoisted  to  (1). 
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1.  Beceiving  floor.    The  ore  is  shoveled  to  (2). 

2.  One  Blake  breaker,  6X8  inches.    To  (3). 

3.  One  pair  of  rolls,  12  X  14  inches,  set  i  inch  apart.    To  (4). 

4.  Three  No.  1  or  roughing  hand  jigs.  Top  skimmings  to  waste;  middle 
skimmings  returned  to  jig;  bottom  skimmings  to  (5) ;  coarse  hutch  to  (5) ;  fine 
hutch  (sludge)  from  rear  part  of  jig  tank  sold  to  sludge  mill. 

5.  One  No.  2  or  finishing  hand  jig.  Top  skimmings  to  waste;  middle  skim- 
mings returned  to  jig;  bottom  skimmings  to  (6);  coarse  hutch  to  (6);  fine 
hutch  (sludge)  sold  to  sludge  mill. 

6.  One  No.  3  or  lead  hand  jig.  Top  skimmings  (blende)  to  market ;  middle 
skimmings  returned  to  jig;  bottom  skinmiings  (galena)  to  market;  hutch 
(galena)  to  market. 

The  labor  required  is  9  men :  3  on  breakerr  and  rolls,  3  on  No.  1  jigs,  2  on  No.  2 
jig  and  1  on  No.  3  jig.  Wages  are  $1.75  per  day.  The  power  is  from  a  boiler 
running  at  66  pounds  pressure  and  burning  1  ton  of  coal  per  day.  An  engine 
with  cylinder  8  X  12  inches  making  160  revolutions  per  minute  furnishes  25 
horse  power  for  running  the  mine  hoist,  the  breaker  and  the  rolls.  One  hundred 
tons  of  ore  yield  14  to  16  tons  of  zinc  concentrates  and  2  to  4  tons  of  lead  con- 
centrates. 

§  652.  Usual  Practice  of  Hand  Jigging  in  the  Joplin  District,  Mis- 
souri.— The  ore  is  practically  the  same  as  that  described  in  §  663. 

The  roughing  jig  receives  the  undersize  of  a  gravel  screen  with  holes  1-inch 
8(]^uare.  The  screen  of  the  hand  jig  has  spaces  f  to  ^  inch  (9.5  to  12.7  mm.) 
wide,  and  on  it  is  a  coarse  open  bottom  bed  of  blende  about  2  inches  deep.  The 
ore  is  shoveled  on  this  to  a  depth  of  about  8  inches,  and  is  jigged  with  a  long 
stroke,  the  man  standing  on  a  spring  board.  His  hands  move  as  much  as  12  t» 
14  inches,  and  the  jig  screen  moves  2  to  3  inches.  The  downward  movement 
of  the  screen  is  as  fast  as  possible;  this  is  eflfected  by  a  loose  eye  connection. 
The  upward  movement  is  slow  and  strong  for  suction,  and  there  is  a  slight  pause 
at  each  end  of  the  stroke.  Practically  all  the  fine  galena  and  blende  is  sucked 
down  through  the  jig  screen  into  the  tank;  a  little  gangue  also  goes  down. 
When  the  jigging  is  finished  the  screen  is  lifted  up,  the  top  waste  layer  is  skimmed 
down  to  "chats"  or  included  grains,  the  screen  frame  is  again  filled  up  with  ore 
and  jigging  renewed.  This  is  repeated  five  or  six  times.  The  top  layer  is  then 
skimmed  oflf  to  waste;  the  middle  layer  of  "chats'*  is  sent  to  a  custom  crusher; 
the  bottom  layer  of  concentrates  is  picked  by  hand  into  two  products,  blende 
and  galena  which  go  to  concentrates  bins.  The  "smittem"  which  passes  through 
the  jig  screen  and  settles  in  the  jig  tank  is  shoveled  from  the  tank  to  the  jig 
screen  to  drain  and  then  skimmed  out  upon  the  platform.  This  process  concen- 
trates 4  or  5  tons  into  1  ton.  Sometimes  the  "smittem"  is  rejigged  on  the  rough- 
ing jig  using  a  deeper  blende  bed.  This  nisakes  "second  smittem"  which  is  much 
cleaner  than  the  "first  smittem/'  3  or  4  tons  being  reduced  to  1  ton. 

The  cleaning  jig  has  the  same  size  of  screen  as  the  roughing  jig,  but  it  uses 
a  deeper,  finer,  closer  bottom  bed.  The  motion  for  the  cleaning  jig  is  a  short 
quick  stroke  with  very  small  motion,  an  art  that  has  to  be  learned.  The  "smit- 
tejn*'  is  treated  with  a  galena  bottom  bed.  This  takes  out  the  galena  as  pure 
product  in  the  jig  tank  below.  The  jig  \ields  besides  this,  top  skimmings  sent 
to  the  platform  to  be  recleaned  for  blende ;  a  lead  middling  product  returned  to 
the  next  charge;  and  lead  bottom  skimmings  sent  to  the  lead  bin.  After  the 
lead  has  all  been  taken  out  the  jig  screen  is  charged  with  a  blende  bottom  bed 
deeper,  finer  and  closer  than  that  of  the  roughing  jig,  and  the  lead-free  zinc- 
charged  skimmings  are  cleaned  upon  it.  This  operation  yields  top  skimmings  to 
waste,  middle  skimmings  returned  with  next  charge,  bottom  skimmings  and 
dean  blende  siftings  in  the  tank  which  go  to  the  sludge  mill. 
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Two  roughing  jigs  keep  one  cleaning  jig  busy.  A  threef-jig  plant  in  six 
9-hour  days  can  concentrate  100  tons  of  mine  ore  (rough  dirt)  carrying  6  to  t% 
zinc,  and  requires  three  men  on  the  jigs  and  one  on  the  picking  of  the  oversize 
of  the  1-inch  gravel  screen.  Prom  100  tons  of  ore  they  get  25  tons  of  "first 
smittem,^'  or  8  tons  of  "second  smittem/'  or  7  tons  of  zinc  and  lead  concen- 
trates. 

The  rough  stuflf  and  "chats''  go  to  the  custom  crusher  together  where  they  are 
crushed  to  pass  through  a  screen  with  J-inch  holes,  and  are  then  returned  and 
treated  on  the  roughing  jig.  The  work  of  the  hand  jigging  mills  is  generally 
considered  to  be  about  80%  as  efficient  as  that  of  the  power  jigging  mills  given 
in  §  662  and  §  663. 

(6)   PLANTS  USING  LOO  WASHERS  OR  OTHER  SIMILAR  WASHING  DEVICES  WITH  OR 

WITHOUT    JIGS. 

§  653.  This  group  includes  Mills  4,  5,  and  the  Iron  Mountain  mill  on  iron  ore, 
and  Mills  6,  7,  8,  and  the  Mons  plant  on  phosphate.  Where  large  quantities  of 
worthless  clays  are  mixed  with  lumps  and  sands  containing  valuable  minerals, 
the  log  washer  has  proved  superior  to  all  other  devices  for  separating  the  former 
from  the  latter  preparatory  to  the  final  separation  by  hand  picking,  jigging,  etc. 
It  yields  the  lumps  and  sands  at  the  upper  end,  and  the  fine  waste  material  at  the 
lower  end.  The  size  limit  can  be  regulated  by  the  slope  of  the  trough,  the  quantity 
of  water,  and  the  height  of  the  dam  at  the  lower  end.  In  Mill  4  the  log  prepares 
for  screens,  hand  picking  and  jigs;  in  Mill  5  for  screens;  the  Iron  Mountain  mill 
used  hydraulic  giants  instead  of  log  washer,  and  it  finished  the  treatment  by 
jigs;  Mill  6  has  only  pump  and  screen  without  the  log;  in  Mill  7  a  hydraulic 
giant  helps  the  disintegration  of  tfie  phbsphate  before  the  log  washer,  while 
screens  and  further  washing  with  a  jet  come  later ;  Mill  8  has  rolls  before  the  log 
washer  and  screens  after  it.  Mill  93  also  belongs  partly  in  this  class,  but  as  it 
has  magnetic  treatment  it  is  put  elsewhere. 

In  phosphate  dressing  in  Florida,  which  is  one  of  the  largest  centerd  of  the 
industry,  the  deposits  may  be  divided  into  four  classes,  as  follows:  (1)  Hao'd 
rock  deposits  in  which  much  of  the  phosphate  is  in  large  rich  boulders  which  can 
be  ground,  and  sent  straight  to  market.  Stuff  that  is  finer  and  leaner  has  to  be 
crushed,  washed  and  sized  as  in  Mill  8.  (2)  Soft  rock  deposits  require  no  wash- 
ing of  the  ore,  but  it  is  simply  dried  and  ground  for  the  market.  (3)  Land 
pd>hle  deposits  are  usually  mined  with  a  steam  shovel  or  a  clam-shell  dipper 
when  the  matrix  is  clayey,  while  for  a  sandy  matrix  a  hydraulic  giant  is  used  to 
disintegrate  the  material  and  a  centrifugal  pump  to  elevate  it.  The  treatment 
consists  of  washing,  screening  and  drying  as  in  Mill  7.  (4)  River  pebble  de- 
posits are  dredged  by  means  of  a  centrifugal  pump  and  suction  pipe,  or  some- 
times other  forms  of  dredging  apparatus  may  be  used.  The  method  of  treatment 
is  illustrated  in  Mill  6. 

The  Mons  plant  represents  a  European  method  of  washing  phosphate.  It  does 
not  properly  belong  in  this  group,  but  is  inserted  for  purpose  of  comparison.  In 
comparing  this  plant  with  Mills  6,  7  and  8,  the  reader  should  notice  the  fine- 
ness of  its  crushing  and  the  extent  of  its  graded  treatment.  This  seems  necessary 
owing  to  the  fineness  of  the  dissemination,  and  the  low  specific  gravity  of  the  phos- 
phate (average  3),  which  is  only  a  little  above  that  of  the  gangue.  Although  the 
Mons  plant  probably  makes  a  better  saving  than  the  Florida  plants  yet  it  would 
be  too  costly  to  erect  and  run  for  ores  in  this  country,  and  would  be  unable  to 
compete  with  the  simple  and  cheap  dressing  in  South  Carolina  and  Florida. 

§  654.  Mill  N"o.  4.  N".  Henninger's  Limonite  Washer,  Trexlbr  Town, 
Pennsylvania. — ^This  mill  probably  runs  only  during  the  day  shfft  and  not  on 
Sunday.     The  ore  is  soft  and  consists  of  the  economic  mineral  limonite,  and 
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gangue.    The  problem  is  to  save  the  coarse  limonite  free  from  gangue  and  from 
all  fine  stuif.     The  ore  is  shoveled  into  tip  carts  and  hauled  and  dumped  to  (1). 

1.  Car  holding  800  pounds,  running  on  inclined  hoist.     To  (2). 

2.  Log  washer.     Heads  to  (3) ;  tailings  to  waste  (used  for  filling). 

3.  Trommel.  Sectional  with  -^^  i  and  1-inch  holes.  Over  1  inch  to  (4)  ; 
through  1  on  i  to  (5):  through  i  on  tV  to  (6) ;  through  ^V  to  waste  dump. 

4.  Picking  table.     Waste  to  dump;  residue  to  blast  furnace. 

6.  From  (3).  No.  1  jig.  A  movable-sieve  jig.  Hutch  to  (7) ;  tailings  to 
waste  dump. 

6.  From  (3).  No.  2  jig.  A  movable-sieve  jig.  Huteh  to  (8) ;  tailings  to 
waste  dump. 

7.  From  (6).  Chute,  widened  to  small  picking  table  at  cfud.  Waste  (small 
in  amount)  to  dump;  residue  to  wheelbarrow  for  blast  furnace. 

8.  From  (6).  Chute,  widened  to  small  picking  table  at  end.     Products  like 

§  655.  Mill  No.  5.  Limonite  Washbb,  Longdale,  Virginia. — (See  Figs. 
191a  and  1916.) — Capacity.  333  tons  in  10  hours  (800  tons  in  24  hours).  The 
mill  runs  10  hours  per  day,  six  days  per  week,  except  the  classifier,  which 
runs  24  hours  per  day.  Tlie  ore  consists  of  the  economic  mineral  limonite,  of 
concretionary  structure,  and  a  gangue  of  clay  and  shale  with  sandstone  and 
pebbles.  The  problem  is  to  save  the  limonite.  The  ore  is  hauled  from  the 
adit  level  of  the  mine  in  cars  holding  about  1  ton  each,  and  dumped  upon  (1). 

1.  Flat  grizzly  with  2-inch  spaces.  Oversize  is  separated  by  spalling  and 
hand  picking  on  the  grizzly  into  clean  lumps  thrown  to  (2),  and  residue  broken 
to  pass  tlhrough;  undersize  to  (3). 

2.  Bin  for  clean  lumps.     By  cars  to  blast  furnace. 

3.  From  (1).  Bin,  holding  about  50  tons.  By  gate  and  chute  to  cars  hold- 
ing 5^  tons,  hauled  3  to  5  miles.     To  (4). 

4.  Bins.     Two  receiving  bins  holding  about  95  tons.     By  chute  to  (5). 

5.  From  (4)  and  (8).  Four  log  washers,  in  two  pairs.  Heads  to  (6) ;  tell- 
ings to  (8). 

6.  No.  1  screens.  Four  trommels  with  A*"^^cl^  round  holes,  connected  to  log 
washers.     Oversize  to  blast  furnace;  imdersize  to  (7). 

7.  No.  2  screens.  Four  stationary  inclined  screens  with  14-mesh  square  holes. 
Oversize  to  blast  furnace;  undersize  to  (9). 

8.  From  (5).  No.  3  screens.  Two  stetionary  inclined  screens  with -ft^-inch 
round  holes.     Run  alternately.     Oversize  by  shovel  to  (5) ;  undersize  to  (9). 

9.  From  (7)  and  (8).  A  Johnson  mechanical  sand  shovel er.  Coarse  sand 
to  cars  and  thence  by  bin  and  feeder  to  (10)  ;  fine  silt  and  water  overflow  to  (12) . 

10.  No.  4  screen.  A  trommel  with  4-me9h  square  holes.  Oversize  (sticks, 
leaves,  coarse  lumps,  etc.,  small  in  amount)  to  waste;  undersize  to  (11). 

11.  A  Richards  annular  classifier.  Spigot  to  blast  furnace;  overflow  to  waste 
'  12.  From  (9).     Settling  ponds.     Settlings  and  water  are  both  waste. 

The  labor  required  is  7  men,  six  around  the  log  washers  and  one  around  the 
classifier. 

The  power  is  furnished  by  a  steam  engine  and  amounts  to  25  horse  power  for 
j^  four  log  washers.  An  average  of  six  days'  run  showed  2,750  pounds  of  coal 
ifijrned  in  10  hours. 

The  water  flows  to  the  mill  without  pumping.  The  amount  of  water  flowing 
away  from  the  sand  shoveler  is  700  gallons  per  minute  and  from  the  classifier 
spigot  14.9  gallons  and  from  the  classifier  overflow  80.1  gallons.  This  makes  a 
totel  of  795  gallons  per  minute  plus  that  required  for  the  boilers  and  that  con . 
tained  in  the  concentrates. 

One  hundred  tons  of  crude  ore  yield  75  tons  of  concentrates  from  the  log 
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washers.  In  the  classifier  an  average  of  several  days  showed  51.5  tons,  contain- 
ing 42.1%  iron,  treated  per  24  hours,  which  yielded  26.19  tons  of  concentrates 
with  46.56%  iron,  and  25.31  tons  of  tailings  with  38.47%  iron. 

§  656.  Mill  op  Iron  Mountain  Mining  Company,  Iron  Mountain,  Mis- 
souri.— The  ore  consisted  of  the  economic  mineral  hematite  of  the  hard  variety 
mixed  with  considerable  clay  and  some  qnartz  and  small  quantities  of  apatite 
and  pyrite  in  fine  grains.  The  problem  was  to  save  the  hematite.  The  ore  was 
removed  from  its  banks  and  disintegrated  by  hydraulicking.  After  being  carried 
some  distance  by  the  stream  it  was  subjected  to  a  second  treatment  by  hydraulic 
giants  which  further  disintegrated  it  and  washed  it  into  bins.  The  water  over- 
flowed from  these  bins  and  carried  away  the  fine  clay  to  waste  and  also  some  fine 
hematite.  The  residue  was  drawn  off  by  chutes  into  dump  carts  and  hauled  to 
the  mill  bins,  from  which  it  was  elevated  to  another  set  of  bins  delivering  by 
chutes  to  combined  wash  and  sizing  trommels.  The  oversize  was  hand  picked 
if  necessary,  while  the  undersize  which  was  not  over  1  inch  in  size,  was  sized  by 
four  trommels  (the  first  one  had  two  sizes  of  holes)  and  a  one-spigot  classifier, 
into  six  sizes  which  were  treated  on  Bradford  eccentric  movable-sieve  power  jigs. 
The  overflow  of  the  classifier  was  waste.  The  concentrates  from  all  the  jigs  went 
to  the  blast  furnace ;  the  tailings  from  the  first  four  were  recrushed  by  breaker 
and  rolls  and  elevated  back  to  the  first  trommel ;  the  tailings  of  the  other  two 
jigs  were  waste.     The  concentrates  were  reported  as  containing  68%  iron. 

§  657.  Mill  No.  6.  Peace  River  Phosphate  Company,  Hull,  Florida. — 
This  is  a  "River  Pebble^'  deposit  in  the  bed  of  the  river.  The  ore  consists  of  the 
economic  mineral  phosphate  in  nodular  form  loosely  mixed  with  a  gangue  of 
sand.  The  nodules  vary  from  1^  inches  down  to  a  pin  head  in  size;  the  finest 
is  the  richest.  The  problem  is  to  save  the  phosphate  above  a  certain  grade  of 
richness. 

A  flat  boat  is  provided  with  a  boiler,  engine  and  centrifugal  pump,  and  a  fixed 
inclined  screen  with  slots  iV  ^  ^f  iiiches  in  size.  The  centrifugal  pump  lifts  the 
phosphate  from  the  river  bottom  to  the  screen  through  a  flexible  suction  pipe, 
about  10  inches  in  diameter,  carried  on  a  boom.  The  undersize  of  the  screen 
is  mostly  sand,  and  is  delivered  by  a  pipe  back  over  the  stem  of  the  boat  into  the 
river  again ;  the  oversize  (mostly  phosphate)  is  transferred  to  barges  which  carry 
it  to  the  drying  plant  on  shore. " 

In  the  drying  plant  the  phosphate  is  put  through  a  dr3ring  furnace,  and  thence 
goes  to  a  trommel  4  feet  in  diameter,  with  4  feet  of  f-inch  holes  and  8  feet  of 
1-inch  holes.  The  undersize  of  f-inch  goes  to  a  second  trommel  4  feet  in  diam- 
eter, and  16  feet  long,  with  14-mesh  holes.  The  oversize  of  1  inch  and  the 
undersize  of  14-mesh  are  both  below  the  standard,  and  are  waste ;  the  intermediate 
sizes  are  shipped  to  market. 

The  product  contains  from  58  to  63*%  calcium  phosphate  (CaaPjOg)  and 
2  to  3%  iron  oxide  (FCoO.,)  and  alumina  (AljOj,). 

§  658.  Mill  No.  7.  The  Land  Pebble  Phosphate  Company,  Pebble, 
Florida. — This  runs  12  hours  per  day.  The  deposit  is  a  *Tjand  Pebble"  de- 
posit. The  economic  mineral  is  phosphate  in  nodules  ranging  from  1^  down  to 
•^  inch  in  size  and  less,  with  a  gangue  of  hard  blue  clay.  The  problem  is  to 
save  the  phosphate.  The  deposit  is  5  to  15  feet  thick,  overlaid  by  3  to  12  feet 
of  so-called  sand.  Between  the  sand  and  the  phosphate,  iron  ore  is  sometimes 
found.  The  phosphate  bed  becomes  richer  in  phosphate  nodules  toward  the 
bottom.  The  deposit  is  situated  in  a  swamp  300  feet  wide,  more  or  less,  and  of 
indefinite  length,  the  level  of  which  is  about  that  of  the  water.  The  land  rises 
slightly  on  each  side,  and  at  the  lower  end  a  low  dam  or  dyke  is  built  to  raise  {he 
level  of  the  water. 

A  lake  was  made  200  feet  or  more  in  diameter,  and  20  feet  deep  by  the  dredg- 
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ing  apparatus  and  method  about  to  h?.  described.  A  flat  boat  is  provided  with 
dredging  and  washing  apparatus  as  follows:  two  boilers^  an  engine,  a  Cameron 
steam  pump,  a  centrifugal  pump,  screens  and  two  log  washers.  This  boat,  whidi 
is  60  feet  long,  25  feet  wide  and  5  or  6  feet  deep,  is  floated  to  the  advance  side 
of  the  lake.  A  pit  100  feet  in  diameter  (enlarged  from  a  small  hand  pit  10  feet 
in  diameter  and  5  feet  deep),  leaving  a  narrow  strip  or  dyke  10  feet  wide  to 
serve  as  a  dam,  has  its  surface  sand  removed  by  the  Cameron  steam  pump  con- 
nectea  with  a  hydraulic  giant  having  a  l|r-inch  nozzle,  and  by  the  centrifugal 
pimip,  the  sand  being  discharged  at  uie  rear  side  of  the  lake.  When  the  top  of 
the  phosphate  has  been  clean^  off,  a  sump,  3  feet  in  diameter,  is  excavated  in 
the  phosphate,  the  suction  of  the  centrifugal  pump  is  dropped  into  this  pit,  the 
hydraulic  giant  loosens  up  the  phosphate,  and  the  centrifugal  pump  lifts  it  to 
the  boat.  Extra  water  is  furnished  by  a  little  surface  ditch  from  the  200-foot 
lake  to  help  wash  the  phosphate  into  the  sump,  and  to  supply  the  centrifugal 
pump.  This  ditch  is  constructed  around  to  the  further  side  of  the  100-foot  pit, 
and  is  moved  forward  as  the  work  of  excavation  advances.  When  the  whole 
100-foot  pit  has  been  excavated  the  water  from  the  200-foot  lake  is  admitted  by 
hydraulicking  down  the  dam,  and  its  d6bris  is  lifted  by  the  centrifugal  pump. 
Then  another  pit  100  feet  in  diameter  is  started,  and  the  process  repeated.  The 
very  first  pit  of  all  has  to  be  made  with  the  boilers,  pumps,  etc.,  mounted  on 
land. 

During  the  whole  period  of  excavating  the  phosphate  and  of  removing  the  dam, 
the  washing  process  goes  on  as  follows :  The  discharge  of  the  centrifi^al  pump 
goes  to  (1). 

1.  No.  1  screen.  A  fixed  inclined  screen,  slightly  concave  in  cross  section,  5 
feet  wide  and  16  feet  long,  with  slots  ^  X  f  inch.  Oversize  to  (2)  ;  undersize, 
waste,  to  rear  side  of  the  200-foot  lake. 

2.  A  screen  bottomed  distributing  chute  with  slots  tV  ^  I  ii^ch.  Oversize  to 
(3) ;  undersize,  waste,  to  lake. 

3.  Two  single  log  washers.    Heads  to  (4) ;  tailings,  waste,  to  lake. 

4.  Grizzly.  Oversize  (clay  balls,  sand,  iron  ore  and  sticks)  to  waste;  under- 
size to  (5). 

5.  No.  2  screen.  A  fixed  inclined  screen  allowing  i)obbles  1  inch  and  less 
in  diameter  to  pass  through.     Oversize,  waste,  to  lake;  undersize  to  (6). 

6.  Transporting  barges  decked  over  flush  with  the  gunwale.  A  little  waste 
rock  is  picked  out  by  hand  here.  These  are  poled  by  hand  across  the  lake  to  the 
land  plant,  and  the  phosphate  is  washed  off  by  a  hydraulic  giant  to  (7). 

7.  A  sump  in  the  bottom  of  the  lake.  The  phosphate  is  lifted  by  a  centrif- 
ugal pump  to  (8). 

8.  A  jet  washer.     To  (9). 

9.  No.  3  screen.  A  fixed  inclined  unwatering  screen  with  slots  tV  X  |  inch.  A 
little  waste  is  occasionally  picked  out  here.  TJndersize,  waste,  to  lake;  oversize 
elevated  to  storage  bin,  thence  by  chute  to  revolving  driers,  4  feet  in  diameter  and 
30  feet  long,  and  thence  by  elevator  to  storage  shipping  bin. 

The  most  effective  disintegration  of  the  clay  is  done  by  the  powerful  jet  which 
makes  the  first  excavation. 

The  men  required  are :  1  dredge-master,  1  fireman,  1  extra  hand  on  the  dredge, 
3  to  4  men  in  the  100-foot  pit,  2  men  on  the  barges.  The  number  of  men  on  tiie 
land  plant  is  not  known  by  the  author. 

Power  is  furnished  on  the  dredge  by  two  ^Q  X  18-inch  return  tubular  boiler^ 
and  a  50-horse  power  engine. 

The  amount  of  water  running  into  the  lake  from  external  sources  is  1,000  to 
1,500  gallons  per  minute.     This  is  used  over  and  over. 

The  final  product  contains  from  68  to  73%  calcium  phosphate.     The  ship- 
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ments  are  150  to  200  tons  of  clean,  dry  phosphate  per  day.  The  land  plant 
can  handle  all  the  material  from  two  dredges. 

§  659.  Mill  No.  8.  Dunnellon  Phosphate  Company,  Dunnellon, 
Florida. — Capacity  about  400  tons  in  10  hours,  depending  upon  the  richness 
of  the  rock.  The  mill  runs  10  hours  per  day.  This  is  a  "Hard  Rock"  deposit. 
The  economic  mineral  is  phosphate  which  is  mined  in  open  pits,  and  has  much 
sand,  clay,  etc.,  mixed  with  it  as  gangue.  The  problem  is  to  save  the  phosphate. 
The  ore  comes  first  to  a  grizzly  (grating) ;  the  oversize  is  fed  to  toothed  rolls, 
and  then  joins  the  undersize  which  goes  to  a  double  log  washer  and  yields  tailings 
(fine  clay  and  sand)  which  are  waste,  and  heads  (coarse  material).  These  latter 
are  screened  on  a  concentric  trommel  with  ^-inch  holes  in  the  inner  screen  and 
^inch  holes  in  the  outer  screen.  The  oversize  of  ^  inch  is  conveyed  by  an  end- 
less chain  pan  conveyor  to  the  dry  kilns,  and  while  on  the  way  the  refuse  is  picked 
out ;  stuff  through  ^  inch  on  -^  inch  goes  to  the  dry  kiln ;  the  undersize  of  ^ 
inch  is  waste.  The  kilns  or  heaps  are  35  X  100  feet,  and  have  wood  at  the  bottom 
2  feet  thick,  over  which  the  phosphate  is  piled  until  it  is  12  feet  thick.  It  re- 
quires 25  to  30  cords  of  wood  to  dry  100  tons  of  phosphate.  The  ore  as  mined 
contains  15  to  40%  commercial  phosphate,  that  is,  100  tons  of  mine  ore  yield 
15  to  40  tons  of  dry  phosphate,  which  will  contain  75  to  80%  calcium  phosphate. 

§  660.  Phosphate  Dressing  Plant  at  St.  Symphorien,  Near  Mons,  Bel- 
gium.— Capacity  250  tons  in  10  hours.  The  mill  runs  10  hours  per  day.  The 
ore  consists  Of  the  economic  mineral  phosphate  in  a  gangue  of  yellowish  white 
friable  stone,  mostly  limestone  with  some  chert.  The  problem  is  to  save  the 
phosphate.     The  ore  is  brought  by  cars  and  dumped  upon  (1). 

1.  An  oscillating  bar  screen  with  2|-ineh  spaces.  Water  is  sprayed  over  the 
ore.     Oversize  to  (2)  ;  undersize  to  (4). 

2.  Hand  picking.     Flint  to  waste;  residue  to  (3). 

3.  Blake  breaker  crushing  to  2|  inches.     To  (4). 

4.  From  (1)  and  (3).  Three  Bourdais  disintegrators  crushing  to  f  inch  and 
less.    Product  mixed  with  water  goes  bv  two  raflf  wheels  to  (5). 

6.  Two  trommels  with  ^^-inch  holes.  Oversize  (mostly  chert)  to  waste; 
undersize  by  two  distributing  launders  with  10  spigots  each,  to  (6). 

6.  Twenty  classifiers,  with  two  pockets  each.  Spigots  of  1st  pocket  to  (7) ; 
of  2d  to  (8) ;  overflow  to  (16). 

7.  Twenty  unwaterers.     Spigots  to  (9)  ;  overflow  to  (16). 

8.  From  (6)  and  (14).  Four  spitzJcasten  with  3  spigote  each,  let  spigot  to 
(10) ;  2d  to  (11) ;  3d  to  (12) ;  overflow  to  (13). 

9.  From  (7).  Twenty  jigs.  3-sieve  jigs.  Heads  (3  qualitieB)  by  3  raff 
wheels  to  (14) ;  teilings  to  (16). 

10.  From  (8).  Four  Linkenbach  tables,  23  feet  in  diameter.  Heads  by  2 
raff  wheels  to  (14)  ;  tailings  to  (16). 

11.  From  (8).  Two  Linkenbach  tables,  26  feet  3  inches  diameter.  Heads  by 
2  raff  wheels  to  (14) ;  teilings  to  (16). 

12.  From  (8).  Two  Linkenbach  tables,  26  feet  3  inches  in  diameter.  Heads 
by  2  raff  wheels  to  (14) ;  teilings  to  (16). 

13.  From  (8).  Two  Linkenbach  tobies,  26  feet  3  inches  in  diameter.  Heads 
to  (15) ;  tailings  to  (16). 

14.  From  (9),  (10),  (11),  (12).  Eighteen  settling  tanks.  Twelve  receive 
concentrates  from  jigs  and  six  from  tables.  Settlings  are  dug  out  periodically, 
dried  and  sent  to  market;  overflow  by  centrifugal  pump  to  (8). 

15.  From  (13).     Eight  settling  tenks.     Settlings  to  market ;  overflow  to  (16). 

16.  From  (6),  (7),  (9),  (10),  (11),  (12),  (13),  (15).  Centrifugal  pumps. 
By  launders  to  settling  pite  for  waste. 
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Power  is  furnished  by  a  200-horse  power  engine.  The  power  actually  re- 
quired is  120  horse  power. 

The  ore  contains  20  to  30%  tribasic  phosplmte  of  lime  (CaaPjOg),  and  the 
concentrates  contain  40  to  50%. 

Note  that  this  mill  in  (4)  and  (5)  makes  use  of  the  principle  of  disintegra- 
•tion  followed  by  screening  to  get  rid  of  part  of  the  waste. 

(c)     SIMPLE   JIGGING   MILLS   USING   POWEB   JIGS. 

§  661.  This  group  includes  Mills  9,  10,  11,  and  12  on  blende  ores,  and  Mills 
13,  14,  and  the  Sulphur  Minos  Company's  mill  on  pyrite  ores.  These  have  a  few 
machines  of  large  capacity,  mostly  jigs,  which  may  or  may  not  be  preceded  by 
breaker  and  rolls.  In  Mills  9  and  10  the  blende  is  in  very  large  crystals,  making 
little  included  grains  or  slimes  when  coarsely  crushed.  The  middlings  are  simply 
sent  back  into  the  system.  In  Mill  12  the  blende  is  finer,  and,  therefore,  makes 
more  included  grains  than  the  others.  In  Mills  13,  14,  and  that  of  the  Sulphur 
Mines  Company  the  included  grains  are  dumped  with  the  tailings  as  having  pros- 
pective but  no  present  value.  The  finest  slimes  are  not  saved.  Mills  9  and  10 
make  a  three  mineral  separation  between  galena,  blende  and  gangue.  Mill  11  i& 
called  a  sludge  mill,  and  cleans  up  the  fine  material  from  such  mills  as  Nos.  %, 
3,  9  and  10.  The  simplicity  of  these  mills  seems  to  be  due  to  the  absence  of 
the  precious  metals  and  the  coarseness  of  the  crystallization  and  it  does  not  pay 
to  clean  the  tailings  as  closely  as  with  many  other  ores. 

Mills  9  and  10  represent  the  standard  method  of  treating  the  zinc  ores  of 
Southwest  Missouri.  To  a  newcomer  in  the  district  the  process  seems  crude^ 
and  is  frequently  condemned.  It  has  been  claimed  by  the  inexperienced  that 
there  must  be  a  large  loss  from  the  lack  of  graded  crushing  and  sizing,  and  that 
one-third  of  the  zinc,  which  might  be  partly  saved  by  more  systematic  treatment^ 
is  thrown  away.  The  fact  remains,  however,  that  other  more  elaborate  mills,  for 
example  Mill  15,  have  been  erected,  but  have  not  stood  the  test  of  competition 
with  such  Mills  as  9  and  10.  The  cause  of  their  failure  lies  in  the  local  condi- 
tions. The  mines  are  pockety  and  do  not  justify  the  building  of  an  expensive 
mill,  and  the  ore  is  in  coarse  crystallization,  which  makes  the  separation  not  very 
diflBcult. 

The  average  ore  of  the  district  contains  2  or  3%  lead  and  3  to  10%  zinc, 
mostly  5  or  6%  zinc.  It  also  contains  more  or  less  pyrite  or  marcasite.  The 
galena  concentrates  have  76  to  83%  lead,  and  rarely  over  2%  iron  or  zinc.  Well 
cleaned  blende  concentrates  will  assay  62%  zinc,  not  over  0.2%  lead,  and  0.75% 
.  or  more  iron,  according  to  the  amount  of  pyrite  in  the  ore.  Calculating  the 
zinc,  lead  and  iron  into  sulphides  will  account  for  96  or  98"%  of  the  zinc  concen- 
trates, leaving  only  2  to  4%  of  gangue.  Sometimes  the  iron  in  the  zinc  con- 
centrates runs  up  to  10  or  15%,  but  where  it  is  more  than  4%  the  value  of  the 
concentrates  is  decreased  so  that  it  has  been  found  profitable  to  give  them  a 
roast  and  magnetic  treatment,  which  makes  clean  blende,  and  roasted  pyrite 
containing  16  to  25%  zinc.  In  well  run  mills  the  tailings  contain  less  than  0.2"% 
lead,  and  not  more  than  1  or  2%  zinc.  An  examination  of  the  tailings  shows 
that  they  contain  practically  no  free  grains  of  valuable  mineral,  but  they  do 
have  more  or  less  "chats"  or  included  grains.  This  of  course  does  not  include 
the  fine  sludge.  Some  mills  have  free  grains  in  their  tailings  due  to  poor  run- 
ning or  to  overcrowding  of  the  mill,  but  under  proper  conditions  the  jigs  can 
save  all  the  valuable  material  ranging  from  ^  inch  down  to  40  mesh. 

The  local  terms  used  in  the  Southwest  Missouri  district  are:  "dirt,"  which 
means  mine  ore;  "mundic,"  which  means  pyrite  or  marcasite;  "jack,"  which 
means  blende  or  zinc  concentrates;  "chats,     which  signifies  included  grains. 
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especially  middlings  from  the  jig  discharges,  in  which  the  blende  is  attached  to 
or  included  in  grains  of  gangue;  "smittem,"  which  signifies  the  unfinished  fine 
hutch  product  in  which  the  gangue  is  simply  mixed  with  the  blende  in  loose 
individual  grains ;  "sludge,"  which  signifies  the  fine  slimes. 

Simple  power  jigging  mills  were  formerly  used  upon  magnetic  ores.  At 
Crown  Point,  New  York*®,  the  ore  was  crushed  to  \  inch,  and  then  sized  by^ 
inch  screens,  the  two  sizes  being  jigged  separately  on  Wendt  jigs.  At  Lyon 
Mountain,  New  York'^  *"^  ^•,  the  ore  was  crushed  to  \  inch,  and  was  then  jigged, 
without  sizing,  by  Conkling  jigs. 

§  662.  Mill  No.  9.  Henry  Faust,  Galena,  Kjlnsas. — Capacity  60  to  100 
tons  in  10  hours  on  ore  containing  25%  blende  and  crushed  through  \  inch 
(see  Table  296).  The  mill  runs  10  hours  per  day,  six  days  per  week.  The  ore 
is  similar  to  that  in  Mill  10,  except  that  it  is  richer,  but  the  machinery  and 
the  process  are  much  the  same.     The  plant  consists  of  a  Blake  breaker,  two  paire 
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of  rolls,  elevators,  trommel,  a  5-8ieve  roughing  jig  and  a  finishing  jig,  both  of  the 
Harz  type,  Faust  pattern. 

§  663.  Mill  No.  10.  I  Know  Miinino  Company,  Joplin,  Missouri. — (See 
Pig.  511.) — Capacity  100  to  120  tons  in  10  hours.  The  mill  runs  10  hours  per 
day,  6  days  per  week.  The  ore  consists  of  the  economic  minerals  blende  and 
galena,  almost  always  in  coarse  crystallization,  and  a  gangue  chiefly  of  flint  and 
limestone.  The  problem  is  to  save  the  zinc  and  lead.  The  ore  is  hoisted  in  a 
bucket  with  a  capacity  of  1,100  pounds,  to  (1). 

1.  Receiving  floor.     By  shovel  to  (2). 

2.  One  No.  1  Blake  breaker,  10  X  13  inches,  crushing  to  J  inch.     To  (3). 

3.  From  (2)  and  (5).  One  No.  1  trommel  with  ^-inch  round  holes.  Over- 
size to  (4) :  undersize  to  (6). 

4.  One  pair  of  No.  1  or  roughing  rolls,  22  X  14  inches,  set  close  together. 
To  (5). 

5.  From  (4)  and  (8).     No.  1  bucket  elevator  (''ore  elevator"').    To  (3). 
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6.  From  (3).  No.  1  or  roughing  jig.  A  5-sieve  Harz  jig.  1st  discharge 
wheded  to  (14) ;  2d  wheeled  to  (12) ;  3d  wheeled  to  (12)  or  to  (7) ;  4thL  and 
5th  to  (7);  all  five  hutches  to  (9) ;  tailings  to  (11). 

7.  From  (6)  and  (10).    No.  2  bucket  elevator  ("chats  elevator").    To  (8). 

8.  One  pair  of  No.  2  rolls  ("chats  rolls"),  15  X  14  inches,  set  close  together. 
To  (5). 

9.  From  (6).    No.  3  bucket  elevator  ("smittem  elevator").    To  (10). 

10.  No.  2  or  cleaning  jig.  A  6-sieve  Harz  jig.  1st  discharge  wheeled  to  (14) ; 
2d,  3d  and  4th,  wheeled  to  (12) ;  6th  and  6th  to  (7) ;  1st  hutch  wheeled  to 
(14) ;  2d,  3d,  4th,  5th  and  6th  hutches  wheeled  to  (12)  ;  taUings  to  (11). 

11.  From  (6)  and  (10).  No.  4  bucket  elevator  ("tailings  elevator").  To 
dump. 

12.  From  (6)  and  (10).    No.  5  bucket  elevator  ("jack  elevator").    To  (13). 

13.  Bin  for  zinc  concentrates,  holding  100  tons.     To  market. 

14.  From   (6)   and   (10).     Bin  for  lead  concentrates.     To  market. 

The  labor  required  is :  1  foreman,  2  breaker  men,  2  jig  men  and  1  engineer. 
Wages  range  from  $1.50  for  laborers  to  $2.50  for  foreman. 

The  power  is  furnished  by  an  85-hor8e  power  boiler  run  at  80  pounds  pres- 
sure per  square  inch  and  a  50-horse  power  Atlas  engine.  Three  tons  of  coal  cost- 
ing $2  per  ton  are  burned  per  day.  Power  is  distributed  as  follows :  mine  hoist, 
20  horse  power;  mine  pump,  10;  mill  pump,  10;  breaker,  15;  trommel,  1;  5  ele- 
vators, 15 ;  2  pairs  of  rolls,  10 ;  2  jigs,  10. 

The  water  is  pumped  from  a  nearby  pond  up  25  feet  to  a  tank  at  the  top  of 
the  mill,  4  feet  above  the  receiving  floor,  by  a  centrifugal  pump  running  at  825 
revolutions  per  minute,  and  discharging  through  a  3-inch  pipe. 

The  ore  contains  i%  lead  and  9J%  zinc;  the  lead  concentrates  contain  80% 
lead  and  a  trace  of  zinc;  the  zinc  concentrates  contain  63%  zinc  and  a  trace  of 
lead;  the  tailings  contain  from  a  trace  up  to  1%  zinc  and  a  trace  of  lead.  One 
hundred  tons  of  ore  yield  8^^  to  10  tons  of  zinc  concentrates  and  400  to  500 
pounds  of  lead  concentrates. 

§  664.  Mill  No.  11.  Alma  Emmons  Sludge  Mill,  Galena,  Kansas. — 
Capacity  60  tons  in  10  hours.  The  mill  runs  10  hours  per  day,  6  days  per  week. 
The  ore  is  the  fine  unfinished  blende  ore  mainly  from  the  hand  jigging  mills  like 
Mill  3,  but  sometimes  from  those  like  Mills  9  and  10.  The  problem  is  to  save 
the  zinc  and  lead.     The  ore  is  hauled  by  wagon  to  (1). 

1.  Receiving  floor.     Shoveled  to  (2). 

2.  One  No.  1  concentric  trommel,  with  inner  screen  of  1-inch  square  holes 
and  outer  of  1-mm.  round  holes.  Over  1  inch,  to  waste;  through  1  inch  on 
1  mm.,  to  (3) ;  through  I  mm.  to  (5). 

3.  Hand  jigs.  1st  or  top  skimmings  to  waste;  2d  or  middle  skimmings  re- 
turned to  jig;  3d  skimmings  '(Wende)  to  market;  4th  or  bottom  skimmings 
(galena)  to  market;  hutch  to  (4). 

4.  Same  jig  on  fine  stuff  with  a  finer  screen.  Top  skimmings  to  waste;  bot- 
tom skimmings  and  hutch  (blende)  to  market. 

5.  Prom  (2).  One  No.  1  huddle.  A  convex  circular  huddle.  Inner  ring 
(galena  and  blende)  to  (6)  ;  second  ring  (blende  and  galena)  to  (7) ;  third 
ring  (blende  and  gangue)  to  (8) ;  outer  ring  to  waste. 

6.  From  (5)  and  (7).  One  No.  2  huddle  treating  galena  stuff,  run  about 
every  six  months.  A  convex  circular  huddle.  Inner  ring  (galena)  to  market ; 
second  ring  (galena  and  blende)  returned  to  huddle;  third  ring  (blende)  to 
market;  outer  ring  (blende  and  gangue)  to  (7). 

7.  Prom  (5),  (6)  and  (8).  No.  2  huddle,  treating  blende  stuff.  Inner  rinsr 
(galena  and  blende)  to  (6) ;  second  ring  (blende)  to  market:  third  ring  (blende 
and  gangue)   retiimed  to  huddle;  outer  ring  to  waste. 


§  666         SUMMARY  OF  PRINCIPLES  AND  OUTLINES  OF  MILLS.  903 

8.  From  (5).  One  No.  3  buddle.  A  rectangular  buddle.  Upper  portion 
(Uende  and  gangue)  to  (7) ;  middle  portion  (gangue  and  blende)  returned  to 
buddle ;  lower  portion  to  waste. 

The  ore  or  sludge  contains  8  to  15%  blende ;  the  jig  concentrates  contain  96% 
blende,  and  the  buddle  concentrates,  90%.  One  hundred  tons  of  sludge  yield 
8  to  17  tons  of  zinc  concentrates,  and  a  small  amount  of  lead  concentrates. 
The  mill  saves  about  90%  of  the  zinc. 

§  666.  Mill  No.  12.  Fbiedensville  Zinc  Company,  Friedensvillb.  Penn- 
sylvania.— Capacity  120  to  135  tons  in  10  hours.  The  mill  runs  10  hours 
per  day,  6  days  per  week.  The  ore  consists  of  the  economic  mineral  blende, 
mostly  in  coarse  crystallization,  and  a  gangue  of  limestone  with  a  little  quartz. 
The  ore  is  hand  picked  in  the  mine.  Lumps  larger  than  6  inches  are  hoisted  in 
bucket  to  (1) ;  stuff  smaller  than  6  inches  is  hoisted  separately  in  bucket  to  (7). 

1.  Picking  floor.     Waste  to  dump;  residue  to  (2). 

2.  From  (1),  (9)  and  (11).  One  No.  1  Blake  breaker,  6X8  inches,  crushing 
to  I  inch.     To  (3). 

3.  From  (2)  and  (4).  One  pair  of  No.  1  rolls,  26  X  12  inches,  set  close 
together.     To  (4). 

4.  No.  1  screen.  A  trommel  with  2-mesh  square  holes.  Oversize  by  sand 
wheel  elevator  to  (3)  ;  undersize  to  (5). 

5.  From  (4),  (14)  and  (15).  Four  No.  1  jigs.  Movable  sieve  power  jigs. 
Top  skimmings  to  waste ;  middle  skimmings  returned  to  jig ;  bottom  skimmings 
to  spelter  furnace;  hutch  shoveled  to  (6). 

6.  From  (5),  (12)  and  (15).  Two  No.  2  jigs.  Movable  sieve  power  jigs. 
Top  skimmings  to  waste;  middle  skimmings  returned  to  jig;  bottom  skimmings 
to  spelter  furnace;  hutch  to  (13). 

7.  From  mine  bucket.  No.  2  screen.  An  inclined  gravel  screen  with  1^- 
inch  square  holes.     Oversize  to  (8) ;  undersize  to  roaster  for  oxide  or  to  (10). 

8.  No.  1  rinsing  table  perforated  with  J-inch  round  holes.  Oversize  shoveled 
to  (9);  undersize  to  (12). 

9.  No.  1  picking  table.  Stationary  rectangular  table  covered  with  old  trom- 
mel screens.  1st  grade  ore  to  spelter  furnace;  2d  to  (2);  3d  to  roaster  for 
oxide ;  waste  to  dump. 

10.  From  (7).  No.  2  rinsing  table  perforated  with  f-inch  round  holes.  Over- 
size to  (11) ;  undersize  to  (13)  or,  if  very  muddy,  to  (14)  or  (15). 

11.  No.  2  picking  table.    Like  No.  1  picking  table.    Products  like  (9). 

12.  From  (8).  Four  No.  3  jigs.  Movable  sieve  power  jigs.  Products  like 
(5). 

13.  From  (6)  and  (10).  One  No.  4  jig.  A  4-sieve  Harz  jig.  Top  skim- 
mings returned  to  jig;  bottom  skimmings  and  hutch  to  spelter  furnace;  tail- 
ings to  waste. 

14.  From  (10).  A  trough  washer.  Heads  (gravel  and  sand)  to  (5) ;  tail- 
ings (fine  clay)  to  waste. 

15.  From  (10).  No.  3  screen.  A  trommel  with  |-inch  round  holes.  Over- 
size to  (5) ;  undersize  to  (6). 

The  labor  required  is  1  foreman,  1  engineer,  1  fireman,  1  coal  wheeler,  1 
screen  man,  18  boys  and  men  in  picking  department,  7  men  and  6  boys  in  jig- 
ging department,  1  trough  washer  man  and  1  helper.  Wages  range  from  $0.25 
per  day  for  small  boys  to  $1.25  for  men  laborers  and  to  $2  for  the  foreman. 
Board  costs  $15  per  month ;  coal,  $2  per  ton ;  wood,  $2.60  per  cord. 

Power  is  furnished  by  a  15-horse  power  engine.  The  water  required  is 
62,000  gallons  per  10  hours. 

The  ore  contains  16  to  20%  zinc;  the  concentrates,  46  to  48%  zinc;  the  tail- 
ings, 10  to  15%  zinc.     One  hundred  tons  of  ore  yield  about  33  tons  of  con- 
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centrates.  There  are  also  about  35  tons  of  ore  picked  out  yearly  in  the  mine 
which  does  not  need  any  concentration.  It  will  be  noted  that  there  are  two 
grades  of  concentrates:  the  first  grade  which  goes  to  the  spelter  furnace,  for  mak- 
ing metallic  zinc^  and  the  second  grade  which  goes  to  the  roaster  for  making  zinc 
oxide. 

§  666.  Mill  No.  13.  Eustis  Mining  Company,  Eustis,  Provincb  of 
QnEB£0,  Canada. — Capacity  of  the  rock  house  60  tons  in  10  hours ;  of  the  mill 
50  tons  in  10  hours.  Both  run  10  hours  per  day,  6  days  per  week,  but  the  mill 
is  run  only  every  other  summer.  The  ore  consists  of  the  economic  minerals 
pyxite,  chalcopyrite,  arsenopyrite,  enargite  and  a  gangue  of  quartz  and  mica 
schist.  The  problem  is  to  save  the  sulphur,  copper,  silver  and  arsenic.  The 
market  has  called  for  varying  schemes  of  dressing  at  diflferent  times.  The 
most  complete  scheme  produced  the  following  classes :  (o)  pyrite,  low  in  copper, 
for  sulphuric  acid  works;  (6)  pyrite,  high  in  copper  and  low  in  silver,  for  copper 
furnace;  (c)  pyrite,  high  in  copper  and  high  in  silver,  to  silver-copper  furnace; 
{d)  pure  quartz  and  chalcopyrite  (flux  ore)  to  copper  refining  furnace;  (e) 
arsenopyrite  stored  for  a  possible  value  later;  {f)  mica  schist  to  waste.  The 
scheme  used  at  present  is  as  follows:  The  ore  is  hoisted  in  cars,  wheeled  to  the 
rock  house  and  dumped  upon  (1). 

Rock  House. 

1.  No.  1  grizzly  with  2-inch  spaces.     Oversize  to  (2) ;  imdersize  to  (4). 

2.  Spalling  floor.  The  ore  is  broken  with  sledges  and  hand  picked.  Arseni- 
cal ore  to  its  heap;  flux  ore  to  its  heap;  waste  to  dump;  residue  to  (3). 

3.  One  No.  1  Blake  breaker,  10  X  16  inches,  crushing  to  2  inches.     To  (6). 

4.  From  (1).  One  No.  2a  and  one  No.  26  grizzly.  Fixed  inclined  screens 
with  J-inch  square  holes.  The  second  screen  is  put  in  below  and  treats  the 
oversize  of  the  first  to  complete  the  work.  Oversize  of  No.  26  to  (7) ;  undersize 
of  both  by  car  f  mile  to  (8). 

5.  From  (3).  One  No.  3  grizzly.  A  fixed  inclined  screen  with  f-inch  square 
holes.     Oversize  to  (13);  undersize  to  (6). 

6.  One  No.  4  grizzly.  A  fixed  inclined  screen  with  i-inoh  square  holes.  Over- 
size to  (13) ;  undersize  by  car  f  mile  to  (8). 

7.  From  (4).  Washing  box  and  stationary  picking  table.  Ore  is  rinsed  on 
a  plate  with  J-inch  round  holes.  Oversize  shoveled  to  picking  table  which  yields 
waste  by  barrows  to  dump  and  good  ore  to  (13) ;  undersize  by  cars  f  mile  to  (8). 

Mill 

8.  From  (4),  (6)  and  (7).     Receiving  floor.     Shoveled  to  (9). 

9.  One  No.  1  concentric  trommel  with  inner  screen  of  ^-inch  square  holes 
and  outer  of  J-inch  square  holes.  Over  f-inch  to  (10) ;  through  f  on  J-inch  to 
(11)  ;  through  i-inch  to  (12). 

10.  Four  No.  1  jigs.     1-sieve  CoUom  jigs.     Hutch  to  (13) ;  tailings  to  (14). 

11.  From  (9).  Two  No.  2  jigs.  1-sieve  CoUom  jigs.  Hutch  to  (13)  ;  tail- 
ings to  (14). 

12.  From  (9).  Two  No.  3  jigs.  1-sieve  Collom  jigs.  Hutch  to  (13) ;  tail- 
ings to  (14). 

13.  From  (5),  (6),  (7),  (10),  (11),  (12).  Concentrates  piles.  These  are 
shipped  to  sulphuric  acid  works,  and  after  the  removal  of  the  sulphur,  the  resi- 
due is  turned  over  to  copper  works  to  save  the  copper  and  silver. 

14.  From  (10),  (11),  (12).     Tailings  launder  to  dump  150  feet  distant. 
The  labor  required  is  21  men.     The  rock  house  employs  1  foreman,  1  engineer 
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and  fireman,  3  men  spalling,  2  men  at  barrows,  4  boys  picking,  1  man  in  washing 
box,  2  boys  at  breaker.  The  mill  employs  1  foreman,  1  engineer  and  fireman, 
2  shovelers,  3  boys.  Wages  range  from  $0.40  or  $0.50  per  day  for  boys  up  to 
$1.20  for  men  laborers  and  to  $2  for  foremen.  Board  costs  $13  per  month ; 
wood,  $2.40  per  cord;  coal  would  cost  $4.30  per  ton,  if  used. 

The  power  at  the  rock  house  is  from  a  boiler  10  feet  long,  44  inches  diameter, 
with  38  tubes  3  inches  in  diameter,  run  at  76  pounds  pressure  per  square  inch, 
and  burning  \  cord  of  wood  per  10  hours ;  and  an  engine  with  cylinder  8X12 
inches,  making  150  revolutions  per  minute,  cutting  off  at  f  stroke,  and  de- 
veloping about  20  horse  power.  The  power  at  the  mill  is  from  a  boiler  16  feet 
long,  5  feet  diameter,  with  65  tubes  3J  inches  diameter,  run  at  60  pounds  pres- 
sure per  square  inch,  and  burning  1|  cords  of  wood  in  10  hours;  and  an  engine 
with  cylinder  10  X  14  inches,  making  90  revolutions  per  minute  and  cutting  off 
at  f  stroke. 

Water  is  pumped  from  the  river  a  distance  of  910  feet  by  a  Worthington  duplex 
pump,  steam  cylinders  7^  X  10  inches,  water  cylinders  6  X  10  inches,  making 
60  strokes  per  minute,  and  running  under  a  steam  pressure  of  55  pounds  per 
square  inch.  The  suction  pipe  is  550  feet  long,  and  the  pump  is  20  feet  above 
the  river  at  low  water;  the  discharge  pipe  is  360  feet  long,  and  the  tank  is  70 
feet  above  the  pump. 

^One  hundred  tons  of  ore  hoisted  ]rield  in  the  rock  house  20  tons  of  waste, 
57  tons  of  shipping  ore  containing  about  42%  sulphur,  21  tons  of  milling  ore 
containing  about  36%  sulphur,  2  tons  of  flux  ore  containing  about  35%  sulphur. 
The  21  tons  of  milling  ore  yield  in  the  mill  4  tons  of  coarse  concentrates  contain- 
ing about  40%  sulphur,  5  tons  of  medium  concentrates  containing  about  40% 
sulphur,  9  tons  of  fine  concentrates  containing  about  42.5%  sulphur  and  3  tons 
of  tailings. 

§  667.  Mill  No.  14.  The  Nichols  Chemical  Company,  Capelton,  Prov- 
ince OP  Quebec,  Canada. — Capacity  very  variable  depending  upon  the  needs  of 
the  market.  The  ore  consists  of  the  economic  minerals  pyrite,  chalcopyrite  and 
arsenopyrite,  and  a  gangue  of  quartz  and  mica  schist.  The  problem  is  to  save 
the  sulphur  in  as  coarse  condition  as  possible.  There  are  two  plants,  one  at  the 
large  mine  and  one  at  the  Capel  mine,  which  is  smaller.  At  the  latter  the  ore 
is  dumped  upon  (1). 

1.  No.  1  grizzly  with  2^-inch  spaces.     Oversize  to  (5) ;  undersize  to  (2). 

2.  No.  2  grizzly  with  f-inch  spaces.     Oversize  to  (6) ;  undersize  to  (3). 

3.  From  (2)  and  (6).  No.  3  grizzly  with  f-inch  spaces.  Oversize  to  (6) ; 
undersize  to  (4). 

4.  No.  4  grizzly.  A  gravel  screen  with  |-inch  square  holes.  Oversize  to  (6)  ; 
undersize  to  (7). 

5.  From  (1).  Spalling  floor  accompanied  by  hand  picking.  Good  lump 
pyrite,  broken  to  2  or  2^  inches,  to  market;  waste  wheeled  to  dump;  small 
material  shoveled  to  (3). 

6.  From  (2),  (3)  and  (4).  Washing  tank  and  stationary  picking  table. 
Lump  pyrite  to  market;  waste  to  dump;  tank  settling's  to  (7). 

7.  From  (4)  and  (6).  Jigs.  2-sieve  accelerated  jigs.  Hutches  to  market; 
tailings  to  waste. 

At  the  large  mine  the  scheme  is  practically  the  same. 
One  hundred  tons  of  ore  yield  50  tons  of  concentrates.    The  coarse  jig  con- 
centrates contain  35%  sulphur  and  upward ;  the  fine  jig,  36%  and  upward. 
J  668.  Sulphur  Mines  and  Bailroad  Company,  Sulphur  Mines,  Virginia. 
apacity  130  tons  in  10  hours.    The  mill  runs  10  hours  per  day.    The  ore 
consists  of  the  economic  mineral  pyrite,  and  a  gangue  of  homblendic  schist. 
The  problem  is  to  save  the  sulphur. 
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1.  The  ore  is  hoisted  from  the  mine  to  (2). 

2.  A  grizzly  with  2i-inch  spaces.    Oversize  to  (3) ;  undersize  to  (4). 

3.  Picking  floor.     Shipping  ore  to  (17) ;  residue  by  car  to  (6). 

4.  From  (2).  Shoveling  floor.  The  ore  is  shoveled  by  a  fork  with  IJ-indi 
spaces.     Oversize  to  (5)  ;  undersize  by  car  to  (6). 

5.  Hand  picking.    Shipping  ore  ("spall  ore")  to  (17) ;  residue  by  car  to  (6). 

6.  From  (3),  (4),  (5).  Two  No.  1  Dodge  breakers,  8  X  14  inches,  crushing 
to  1  inch.     To'(7). 

7.  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  |  inch  apart.     To  (8). 

8.  From  (7)  and  (9).  No.  1  screen.  -A  stationary  screen,  sloping  45®, 
30  inches  wide  and  120  inches  long,  with  f  X  1-inch  slots.  Oversize  by  elevator 
to  (9) ;  undersize  to  (10). 

9.  One  pair  of  No.  2  rolls.    Like  (7).    By  elevator  to  (8), 

10.  From  (8).  No.  2  screen.  Like  (8),  but  slots  are  i  X  f  inch.  Oversize 
to  (13) ;  undersize  to  (11). 

11.  No.  3  screen.  Like  (8),  but  slots  are  |  X  f  inch.  Oversize  to  (14); 
undersize  to  (12). 

12.  Two  No.  1  hydraulic  classifiers  with  three  conical  pockets  28,  34  and  40 
inches  in  diameter  respectively.     Spigots  to  (15) ;  overflow  to  (18). 

13.  From  (10).  Four  No.  1  jigs.  One-sieve  Harz  jigs  with  sieve  15  X  30 
inches;  tail  board  4  inches  high;  111  throws  per  minute  of  IJ  inches  each; 
bottom  bed  of  one  complete  layer  of  iron  shot  1  inch  diameter  covered  by  another 
complete  layer  of<|  inch  diameter.    Hutches  to  (15)  ;  tailing^  to  (18). 

14.  From  (11).,  Six  No.  2  jigs.  Two-sievQ  Harz  jigs,,  with  sieves  15  X  28 
inches,  and  throw,  of  f  inch;  otherwise  like  (43),  Hutches  to  (15) ;  tailings 
to  (18). 

15.  From  (12),  (13),  (14).  Settling  tank  for  concentrates.  Settlings  by 
bucket  elevator,  to  (16) ;  overflow  to  (18). 

16.  A  Bolthoflt  drier,  6  X  42  feet  in  size  with  cast  iron  plates  traveling  about 
2  feet  per  second.  By  Robins  belt  convevor,  moving  4  or  5  feet  per  "second^ 
to  (17). 

17.  From  (3),  (5),  (16).    Shipping. car,  to  market. 

18.  From  (12),  (13),  (14)^  (15).    Waste  dump. 
Power  is  furnished  by  a  150-horse  power  Corliss  engine. 

The  mine  ore  runs  28  to  33%  sulphur  and  13%  silica.  The  lump  shipping 
ore  runs  40%  sulphur  or  more,  and  5 J  to  ©%  silica.  The  fine  concentrates  run 
42%  sulphur  and  5^  to  6%  silica.  The  tailings  run  11%  sulphur.  100  tons  of 
mine  ore  yield  about  44  tons  of  lump  shipping  ore,  44  tons  of  fine  concentrates 
and  12  tons  of  tailings. 

In  this  mill  all  the  screens  are  run  dry  as  they  would  be  eaten  out  in  48  hours 
by  the  acid  water  if.  run  wet. 

{d)    COMPLEX    JIOOINO    MILLS    WITH    BREAKERS,    ROLLS,    SCREENS,    CLASSIFIEES,, 
JIOS,  AND  TABLES  OR  VANNERS,  DRESSING  BLENDE  OR  PYRITE. 

§  669.  This  group  includes  Mills  15  to  19,  the  Vieille  Montague  mill  and 
Mills  19  to  21.  Mills  16,  17,  18,  19,  and  the  Vieille  Montague  mill  are  making 
a  three  mineral  separation  between  galena,  blende  and  gangue.  Mills  20  and  21 
have  three  minerals,  yet  do  not  make  a  three  mineral  separation.  Mill  20  has 
auxiliary  rolls  and  jigs  for  re-treating  middlings;  Mill  21  has  auxiliary  Hunt- 
ington mill,  classifier,  jigs,  and  slime  table  for  re-treating  middlings;  Mills  15, 
16  and  17  recrush  middlings  in  auxiliary  rolls  and  send  the  pulp  back  into 
the  system.  Mills  18  and  19  make  no  middlings.  This  is  probably  because  the 
.  blende  tailings  are  stacked  up  for  their  prospective  value.     The  Vieille  Mon- 
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tagne  mill  is  put  into  this  group  to  indicate. one  way  that  the  question  of  three 
mineral  separation  has  been  solved  in  Europe.  In  it  the  middlings  are  re- 
crushed  by  auxiliary  rolls  and  re-treated  by  jigs  which  in  turn  make  middlings  to 
be  again  recrushed  and  rejigged.  Such  an  elaborate  mill  appears  not  to  be  suited 
to  the  conditions  in  this  country. 

§670.  Mill  No.   15.    Kohinooh  Mill,  Empire  Zinc  Company,  Joplin, 
Missormt. — Capacity  34  tons  in  10  hours.     The  mill  runs  10  hours  per  day,, 
6  days  per  week.     The  ore  consists  of  the  economic  mineral  blende,  almost  always 
in  coarse  crystallization,  and  a  gangue  of  flint.    The  problem  is  to  save  the  zinc. 
The  ore  is  hoisted  and  brought  200  feet  in  cars  to  (1). 

1.  Receiving  floor.     By  shovel  to  (2). 

2.  No.  1  Blake  breaker,  6  X  10  inches,  crushing  to  1  inch.     To  (3). 

3.  One  pair  of  No.  1  rolls,  22  X  14  inches,  set  \  inch  apart.     To  (4). 

4.  J>om  (3)  and  (17).     No.  1  bucket  elevator.     To  (5). 

5.  One  No.  1  trommel  with  12.3-mm.  round  holes.    Oversize  to  (11)  or  (17)  ;, 
undersize  to  (6). 

6.  One  No.  2  trommel  with  4.7-mm.  round  holes.  Oversize  to  (12) ;  under- 
size to  (7). 

7.  One  No.  3  trommel  with  2.3-mm.  round  holes.     Oversize  to  (13) ;  undersize ' 
to  (8). 

8.  One  No.  1  hydraulic  classifier  with  two  spigots.  1st  spigot  to  (14) ;  2d 
to  (15) ;  overflow  to  (9). 

9.  One  No.  1  surface  current  box  classifier  with  two  spigots.  Ist  spigot  to 
(18) ;  2d  to  (19) ;  overflow  to  (10). 

10.  One  No.  1  whole  current  box  classifier  with  one  spigot.  Spigot  to  (20)  ; 
overflow  to  (22). 

n.  From  (5).  One  No.  1  jig.  A  4-sieve  Harz  jig.  1st,  2d  and  3d  dift- 
charges  to  (21) ;  4th  to  (16) ;  1st,  2d  and  3d  hutches  to  (21).;  4th  to  (16); 
tailings  to  (22). 

12.  From.  (6).     One  No.  2  jig.    A  4-sieve  Harz  jig.     Products  like  (11). 

13.  From  (7).     One  No.  3  jig.    A  4-sieve  Harz  jig.     Products,  like  (11). 

14.  From  (8).  One  No.  4  jig.  A  4-sieve  Harz  jig.  1st  di'pjifiarge  to  (21)  ;' 
1st,  2d  and  3d  hutches  to  (21) ;  4th  to  (16) ;  tailings  to  (22). 

15.  From  (8).  One  No.  6  jig.  A  4-8ieve  Harz  jig.  Hutches  to  (21) ;  tail- 
ings to  (22). 

16.  From  (11),  (12),.  (13),  (14).  No.  2  bucket  elevator  ("chats  elevator'O- 
To  (17). 

17.  From  (5)  and  (16).  One  pair  of  No.  2  rolls,  22  X  14  inches,  set  close 
together.     To  (4). 

18.  From  (9).  One  No.  1  convex  revolving  slime  table.  Heads  to  (21) ; 
middlings  to  (20)  ;  tailings  to  (22). 

19.  From  (9).     One  No.  2  convex  revolving  slime  table.     Products  like  (18). 

20.  From  (10),  (18),  (19).  One  No.  3  convex  revolving  slim«f  table.  Prod- 
ucts like  (18),  the  middlings  being  returned  to  the  table. 

21.  From  (11),  (12),  (13),  (U),  (15),  (18),  (19),  (20).  Bins  for  con- 
centrates. The  jig  concentrates  are  collected  in  boxes  below  the  jigs,  shoveled 
to  barrows  and  wheeled  to  the  concentrates  bins  in  the  yard.  The  concen- 
trates from  the  tables  are  collected  in  settling  tanks,  shoveled  to  barrows  and 
wheeled  to  the  concentrates  bins. 

22  From  (10),  (11),  (12),  (13),  (14),  (15),  (18),  (19),  (20).  Tailings 
launder  to  waste. 

The  labor  required  is  1  foreman,  1  breaker  man,  1  table  man  and  1  engineer. 
Wages  range  from  $1.75  per  day  for  laborers  to  $2.50  for  foreman.  Board  costs 
$16  per  month;  coal,  $2.50  per  ton;  wood,  $3  per  cord. 


908  ORB  DBESSING  g  671 

The  power  is  furnished  by  a  steam  boiler  18  feet  long,  60  inches  diameter, 
with  64  tubes  4  inches  diameter,  running  under  a  pressure  of  80  pounds  per 
square  inch ;  and  an  engine  with  cylinder  12  X  16  inches,  making  178  strokes 
per  minute,  and  cutting  off  at  f  stroke. 

This  mill  was  constructed  to  do  the  same  type  of  work  as  Mill  10,  but  tie 
latter  is  the  type  still  preferred.  The  mining  and  milling  work  in  the  Joplin 
district  is  more  or  less  transient,  and  the  simpler  the  mill  the  better  it  suits  the 
conditions. 

This  mill  saves  about  85%  of  the  zina  In  §  897  are  given  some  results  of  the 
work  in  this  mill. 

§  671.  Mills  No.  16  and  No.  17.  Granby  Mining  and  Smelting  Com- 
pany, Obanby,  Missouri. — Capacity  60  tons  in  10  hours.  The  mill  runs  10 
hours  per  day,  six  days  per  week.  The  ore  consists  of  the  economic  minerals 
blende,  calamine,  smitiisonite,  galena,  cerrusite,  pyromorphite,  and  other  oxida- 
tion products,  and  a  gangue  of  flint  and  quartz  with  some  dolomite  and  calcite. 
The  galena  and  blende  are  in  coarse  crystallization.  The  problem  is  to  save 
the  lead  and  zinc.  The  ore  is  of  two  classes:  (a)  in  which  lead  predominates, 
and  which  contains  75  to  95%  galena;  {h)  in  which  zinc  predominates,  and 
which  contains  15  to  95%  blende.  The  ore  has  already  been  partially  concen- 
trated by  the  process  described  under  Mill  2.  The  ore  is  brought  from  the  mines 
in  carts  of  4,000  pounds  capacity  to  a  receiving  yard,  where  it  is  inspected,  and 
the  lead  oregoes  to  (1)  while  the  zinc  ore  is  dumped  into  piles  graded  according 
to  kind.  When  any  grade  has  accumulated  sufSciently  for  a  run  it  is  wheeled 
to  (9). 

Mill  16.    The  Lead  Concentrating  Mill. 

Capacity  30  tons  in  10  hours. 

1.  Twelve  receiving  bins.    By  shovel  or  barrow  to  (2). 

2.  Prom  (1),  (4),  (10),  (19),  (20),  (21),  (22),  (23),  (24),  (26).  One 
No.  1  Blake  breaker,  6X9  inches,  crushing  to  20  mm.    To  (3). 

3.  Prom  (2)  and  (8).     No.  1  bucket  elevator.    To  (4). 

4.  One  No.  1  trommel.  Sectional  with  2,  5,  10  and  20-mm.  holes.  Over 
20  mm.  to  (2) ;  through  20  on  10  to  (5)  ;  through  10  on  6  to  (6a)  ;  through 
5  on  2  to  (66) ;  through  2  to  (7). 

5.  One  No.  1  jig.  A  l-sieve  accelerated  jig.  Discharge  and.  hutch  to  lead 
smelter;  tailings  to  (8). 

6a  and  66.  Prom  (4).  One  No.  2a  jig  and  one  No.  26  jig.  A  4-sieve  accel- 
erated jig  divided  so  as  to  make  two  2-sieve  jigs.  In  jig  2a,  Ist  discharge  to 
lead  smelter;  2d  to  (8) ;  hutches  to  lead  smelter;  tailings  to  waste.  In  jig  26, 
discharges  and  hutches  to  lead  smelter;  tailings  to  waste.  Here  as  also  in  the 
next  jig,  the  concentrates  from  the  1st  sieves  are  galena,  and  those  from  the 
2d  sieves  are  galena  and  cerrusite. 

7.  Prom  (4).  One  No.  3  jig.  A  3-sieve  Harz  jig.  Ist  discharge  and  Ist, 
2d  and  3d  hutches  to  lead  smelter;  tailings  to  waste. 

8.  Prom  (5)  and  (6a).  One  pair  of  No.  1  rolls,  18  X  16  inches,  set  close  to- 
gether.   To  (3). 

Mill  17.    The  Zinc  Concentrating  Mill. 

Capacity  30  tons  in  10  hours. 
9.  Prom  the  yard.    Receiving  bin.    By  shovel  to  (10). 
10.  Spalling  floor,  accompanied  by  hand  picking.    Clean  lead  ore  to  lead 
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smelter;  milling  lead  ore  to  (2) ;  dean  zinc  ore  to  spelter  furnace;  milling  zinc 
ore  to  (11). 

11.  From  (10)  and  (13).  One  No.  1  Blake  breaker,  6X9  inches,  croahing 
to  15  mm.     To  (12). 

12.  From  (11)  and  (26).    One  No.  1  bucket  elevator.    To  (13). 

13.  One  No.  1  trommel  with  15-mm.  round  holes.  Oversize  to  (11) ;  nnder- 
size  to  (14). 

14.  One  No.  2  trommel  with  lO-mm.  round  holes.  Oversize  to  (26) ;  under- 
size  to  (15). 

15.  One  No.  3  trommel.  Sectional  with  5  and  7-mm.  round  holes.  Over 
7-mm.  to  (19) ;  through  7  on  5  to  (20)  ;  through  5  to  (16). 

16.  One  No.  4  trommel.  Sectional  with  2  and  3^mm.  round  holes.  Over 
31-mm.  to  (21) ;  through  3^  on  2  to  (21) ;  through  2  to  (17). 

17.  One  No.  1  hydraulic  classifier.     Spigot  to  (22) ;  overflow  to  (18). 

18.  One  No.  2  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (23) ;  2d  to 
(24) ;  overflow  to  (26). 

19.  From  (16).  Two  No.  1  jigs.  2-8ieve  accelerated  jigs  with  two  discharges 
on  the  2d  sieve.  1st  discharge  to  (2) ;  2d  (upper)  to  spelter  furnace;  2d 
(lower)  to  (26) ;  1st  hutch  to  lead  smelter;  2d  to  spelter  furnace;  tailings  to 
waste.  This  and  the  following  jigs  yield  mixed  galena  and  blende  from  the  first 
sieves  and  blende  from  the  later  sieves. 

20.  From  (15).  One  No.  2  jig.  A  4-sieve  accelerated  jig.  Ist  discharge 
to  (2) ;  2d  and  3d  to  spelter  furnace;  4th  to  (26) ;  1st  hutch  to  (2) ;  2d,  3d 
and  4tii  to  spelter  furnace;  tailings  to  waste. 

21.  From  (16).  One  No.  3  jig.  A  4-sieve  accelerated  jig.  Part  of  the 
time  it  treats  stuff  through  5  on  3^  mm.  and  part  of  the  time  stuff  through 
3^  on  2  mm. ;  a  little  catch  bin  holds  the  stuff  that  is  waiting.  Products  like 
(20). 

22.  From  (17).    One  No.  4  jig.    A  4-Bieve  Harz  jig.    Products  like  (20). 

23.  From  (18).    One  No.  6  jig.    A  4-sieve  Harz  jig.    Products  like  (20). 

24.  From  (18).  One  No.  6  jig.  A  4-sieve  Harz  jig.  Ist  hutch  to  (2); 
2Ay  3d  and  4th  hutches  to  spelter  furnace ;  tailings  to  waste. 

25.  From  (18).  One  No.  7  jig.  A  3-sieve  Harz  jig.  Ist  hutch  to  (2); 
2d  and  3d  hutches  to  spelter  furnace;  tailings  to  waste. 

26.  From  (14),  (19),  (20),  (21),  (22),  (23).  One  pair  of  Na  2  roUs, 
20  X  14  inches,  set  dose  together.    To  (12). 

The  power  for  both  mills  is  furnished  by  a  boiler  20  feet  long,  70  inches  in 
diameter,  with  71  tubes  4  inches  in  diameter,  running  under  a  pressure  of  80 
pounds  per  square  inch  and  burning  3  tons  of  coal  per  10  hours;  and  an  engine 
with  cylinder  12  X  24  inches,  making  80  revolutions  per  minute,  cutting  off 
at  \  stroke  and  indicating  45  horse  power. 

The  water  is  derived  from  an  artesian  well  876  feet  deep  and  is  lifted  by  a 
lift  pump  with  steam  cylinder  12  inches  in  diameter,  bucket  10  inches  in  diame- 
ter and  a  stroke  of  4  feet,  15  to  20  strokes  per  minute.  Hie  capacity  of  this 
pump  is  403,695  gallons  in  10  hours,  lliere  is  also  a  1^-inch  centrifugal  pump 
for  repumping,  with  a  capacily  of  60,000  gallons  in  10  hours. 

The  ore  coming  to  the  mills  contains  75  to  95%  galena  in  the  lead  ore  and 
15  to  95%  blende  in  the  zinc  ore.  The  concentrates  of  both  mills  contain 
from  90  to  100%  of  the  metal  bearing  mineral.  The  tailings  of  Mill  16 
contain  5%  lead  and  those  of  Mill  17  contain  3%  zinc. 

§  672.  Mill  No.  18.  Minnie  and  A.  Y.  Mill,  Lbadville,  Colorado. — 
Capacity  96  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  seven  days 
per  we^.  The  ore  consists  of  the  economic  minerals  argentiferous  galena^ 
pyrite  and  blende  and  a  gangue  of  quartz.    The  blende  is  severed  fairly  well 


910  ORE  DBE88ING.  §  673 

from  the  galena  by  crashing  and  the  problem  is  to  make:  (1)  a  galena-pyrite 
product,  rich  in  lead  and  silver  and  low  in  zinc,  (2)  a  blende  product,  low  in 
silver  and  (3)  waste  gangue.  The  ore  is  hoisted  from  the  mine,  wheeled  in 
cars  holding  2,000  pounds  and  dumped  to  (1). 

1.  Receiving  bin  with  hopper  bottom,  holding  75  tons.  Bj  gate  and  chute 
to  (2). 

2.  One  No.  1  Blake  breaker,  7  X  10  inches,  crushing  to  IJ  inches.    To  (3). 

3.  From  (2)  and  (5).    No.  1  bucket  elevator.    To  (4). 

4.  One  No.  1  trommel  with  0.14-inch  square  holes.  Oversize  to  (6) ;  under- 
size  to  (6). 

5.  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  J  inch  apart.     To  (3). 

6.  From  (4).  One  No.  2  trommel  with  6-me8h  square  holes.  Oversize  to 
(12)  ;  undersize  to  (7). 

7.  One  No.  3  trommel  with  1.5-mm.  square  holes.  Oversize  to  (13) ;  under- 
size'to  (8). 

8.  One  No.  4  trommel  with  1.27-mm.  square  holes.  Oversize  to  (14) ;  un- 
dersize to  (9). 

9.  One  No.  1  hydraulic  classifier  with  2  pockets.  Two  spigots  of '1st  pocket 
to  (15) ;  spigot  of  2d  pocket  to  (16) ;  overflow  to  (10). 

10.  One  No.  1  whole  current  box  classifier.    Spigot  to  (17) ;  overflow  to  (11). 

11.  One  No.  1  settling  tank,  outside  the  building,  run  until  nearly  full  of 
sediment  'and  then  cleaned  out.     Settlings  to  (18) ;  overflow  to  (19). 

12.  From  (6).  Two  No.  1  jigs.  4-8ieve  Harz  jigs.  Hutches  to  (18) ;  tail- 
ings to  (19). 

13.  From  (7).    Two  No.  2  jigs.    4-sieve  Harz  jigs.    Product  like  (12). 

14.  From  (8).     Two  No.  3  jigs.     4-8ieve  Harz  jigs.     Products  like  (12). 

15.  From  (9).    Two  No.  4  jigs.    4-sieve  Harz  jigs.    Products  like  (12). 

16.  From  (9).    One  No.  5  jig.    A  4-8ieve  Harz  jig.    Products  like  (12). 

17.  From  (10).    Two  4-foot  Frue  vanners.    Heads  to  (18) ;  tailings  to  (19). 

18.  From  (11),  (12),  (13),  (14),  (15),  (16),  (17).  The  concentrates 
are  shoveled  from  the  settling  boxes  beneath  the  machines  and  wheeled  to  the 
bins  for  concentrates  to  be  shipped  to  the  smelter. 

19.  From  (11),  (12),  (13),  (14),  (15),  (16),  (17).  The  tailings  are 
carried  away  in  the  tailings  launder  to  the  dump  where  they  are  kept  for  their 
prospective  value  in  lead,  silver  and  zinc. 

The  labor  required  is  10  men  per  24  hours  or  6  men  per  shift:  2  foremen, 
2  breakermen,  2  jig  men,  2  vanner  men  and  2  engineers.  Wages  range  from 
$3  per  shift  for  laborers  up  to  $4  and  $5  for  foremen.     Board  costs  $1  per  day. 

Power  is  furnished  by  a  lOO-horse  power  Babcock  and  Wilcox  boiler,  running 
under  a  pressure  of  90  pounds  per  square  inch,  and  burning  IJ  tons  of  coal  in 
24  hours;  and  a  60-hor8e  power  Buckeye  engine.  The  mill  requires  19^  horse 
power. 

The  mine  ore  contains  10  to  15%  lead  and  18  to  28%  zinc.  One  hundred  tons 
of  ore  containing  10%  lead  and  22  to  28%  zinc  should  yield  either  33  tons  of  con- 
centrates containing  30%  lead  and  12%  zinc,  or  50  tons  containing  20%  lead 
and  15%  zinc.  One  hundred  tons  of  ore  containing  15%  lead  and  18  to  22% 
zinc  yield  50  tons  of  concentrates  containing  30%  lead  and  12%  zinc. 

It  will  be  noted  that  this  mill  as  above  described  only  partially  solves  the 
problem,  making  two  products  instead  of  three.  Recently  they  have  installed 
some  Bartlett  tables  and  they  are  said  not  only  to  do  better  work  than  the  jigs 
but  also  to  make  the  three  clean  products. 

§673.  Mill  No.  19.  Moyer  Mill,  Leadville,  Colorado. — Capacity  200 
tons  in  24  hours.  The  mill  runs  24  hours  per  day,  seven  days  per  week.  The 
ore  consists  of  the  economic  minerals  argentiferous  galena,  pyrite,  and  blende 
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and  a  gangue  of  quartz.  The  problem  is  the  same  as  in  Mill  18.  The  ore  is 
hoisted  in  skips  and  dumped  to  (1). 

1.  Receiving  bin.    By  gate  and  chute  to  (2). 

2.  A  stationary  picking  table.     Galena  to .  lead  smelter ;  blende  stored  for 
future  value;  residue  to  (3). 

3.  One  No.  1  Blake  breaker,  9  X  11  inches,  crushing  to  IJ  inches.     To  (4). 

4.  One  pair  of  No.  1  rolls,  36  X  14  inches.    By  No.  1  bucket  elevator  to  (5). 

5.  From    (4)    and    (6).     One  No.   1  trommel  with    3-me8h    square    holes. 
Oversize  to  (6);  undersize  to  (7). 

6.  One  pair  of  No.  2  rolls,  36  X  14  inches.     By  No.  2  bucket  elevator  to  (5). 

7.  From   (5).     One  No.  2  trommel  with  5-me8h  square  holes.     Oversize  to 
(13)  ;  undersize  to  (8). 

8.  One  No.  3  trommel  with  8-mesh  square  holes.    Oversize  to  (14)  ;  undersize 
to  (9). 

9.  One  No.  4  trommel  with  10-mesh  square  holes.     Oversize  to  (15) ;  under- 
size to  (10). 

10.  One  No.   1  hydraulic  classifier  with  3  sets  of  spigots.     1st  spigots  to 
(16) ;  2d  to  (17) ;  3d  to  (18) ;  overflow  to  (11). 

11.  One  No.  1  whole  current  box  classifier.     Spigots  to  (19)  ;  overflow  to  (12). 

12.  No.  1  settling  tank,  outside  the  building,  run  until  nearly  full  of  sedi* 
ment,  and  then  cleaned  out.     Settlings  to  lead  smelter;  overflow  to  waste. 

13.  From  (7).    Two  No.  1  jigs.    3-sieve  Harz  jigs.     Hutches  to  lead  smelter; 
tailings  to  waste  dump. 

14.  From  (8).     Two  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (13). 

15.  From  (9).     Two  No.  3  jigs.    4-sieve  Harz  jigs.     Products  like  (13). 

16.  From   (10).    Two  No.  4  jigs.     One  4-sieve  and  one  3-sieve  Harz  jig. 
Products  like  (13). 

17.  From  (10).    Two  No.  5  jigs.    4-8ieve  Harz  jigs.    Products  like  (13). 

18.  From  (10).     One  No.  6  jig.    A  3-sieve  Harz  jig.     Products  like  (13). 

19.  From  (11).    Two  4-foot  Frue  vanners.    Heads  to  lead  smelter;  tailings 
to  waste  dump. 

As  in  Mill  18,  the  tailings  are  all  kept  for  their  prospective  value. 

§  674.   ViEILLE     MONTAONE      COMPANY,      AmMEBERG      AND      JOHANNESBORO, 

Province  of  Nerike,  Sweden.*®* — Capacity  166  tons  in  16  hours.  The  mill  is 
run  16  hours  per  day.  The  ore  consists  of  the  economic  minerals  blende,  pyrite 
and  galena  in  very  fine  crystallization  and  a  gangue  of  fine  grained  gray  gneiss. 
The  problem  is  to  save  the  galena  and  blende,  and  separate  them  from  one  another. 
There  are  three  mills :  the  rock  house  at  the  mine,  the  main  mill  at  Ammeberg, 
8  miles  distant  by  railroad,  and  the  mill  for  rich  galena  ore  at  Johannesborg, 
3  miles  from  Ammeberg. 

Bocle  House. 

The  ore  hoisted  from  the  mine  goes  to  (1). 

1.  Rough  hand  picking.     Barren  rock  to  waste;  residue  to  (2). 

2.  Breakers.    To  (3). 

3.  No.  1  trommels  with  20-mm.  holes.     Oversize  to  (4) ;  undersize  to  (8). 

4.  No.  1  revolving  picking  tables.     Blende   (7,000  tons  per  year)  to   (7); 
barren  rock  (over  7,000  tons  per  year)  to  waste;  residue  to  (5). 

5.  No.  .2  revolving    picking    tables.     Stuff  with  blende    and    considerable 
galena  to  (41) ;  stuff  with  blende  and  little  or  no  galena  to  (6). 

6.  Calcining  kilns.    Ore  is  fed  in  alternate  layers  with  coal.    This  makes  the 
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gangue  soft  far  crashing^  and  the  pyrite  porous  and  lighter  for  the  separation* 
To  (20). 

Ammeberg  MUl. 

7.  Prom  (4).    Breaker  and  No.  1  rolls.    To  smelter. 

8.  From  (3).  Hand  feeding  and  hand  picking.  Chips,  rags,  etc.,  to  waste; 
a  little  blende  to  smelter;  a  little  barren  rock  to  waste;  residue  to  (9). 

9.  No.  2  trommel  having  2^  and  5-mm.  holes.  Over  5  mm.  to  (10)  ;  through 
5  on  2i  mm.  to  (16) ;  through  2^  mm.  to  (11). 

10.  No.  3  trommel  having  8,  13  and  20-mm.  holes.  Over  20  mm.  to  (12)  ; 
through  20  on  13  to  (13) ;  through  13  on  8  to  (14) ;  through  8  to  (16). 

11.  From  (9).  No.  1  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (17)  ; 
2d  to  (18) ;  overflow  to  (34). 

12.  From  (10).  Hand  picking.  Blende  to  smelter;  barren  rock  to  waste; 
residue  to  (20). 

13.  From  (10).  No.  1  jigs.  Intermittent  1-sieve  Harz  jigs.  Top  skimmingB. 
to  waste;  2d  skimmings  to  (20)  ;  3d  or  bottom  skimmings  (blende)  to  Rmelter; 
if  galena  is  present  a  fourth  skimmings  (blende  and  gdena)  to  (20). 

14.  From  (10).  No.  2  jigs.  Intermittent  1-sieve  Harz  jigs.  Products  like 
(13). 

16.  From  (10).  No.  3  jig.  A  3-sieve  Harz  jig.  1st  sieve  (blende)  to  smelter 
or,  if  galena  present,  to  (20) ;  2d  sieve  (blende)  to  smelter;  3d  sieve  to  (20)  ; 
tailings  to  waste. 

16.  From  (9).    No.  4  jig.    A  3-sieve  Harz  jig.    Products  like  (16). 

17.  From  (11).  No.  6  jig.  A  3-sieve  Harz  jig.  Ist  sieve  (galena  and 
blende)  to  (19) ;  2d  and  3d  sieves  (blende)  to  smelter;  tailings  to  (30). 

18.  From  (11).    No.  6  jig.    A  3-sieve  Harz  jig.    Products  like  (17). 

19.  From  (17)  and  (18).  No.  7  jig.  A  3-sieve  Harz  jig.  1st  sieve  (ga* 
lena)  to  smelter;  2d  sieve  (if  blende)  to  smelter,  or  (if  blende  and  a  little 
galena)  to  (30),  or  (if  blende  with  much  galena)  returned  to  same  jig;  3d 
sieve  (blende)  to  smelter. 

20.  From  (6),  (12),  (13),  (14),  (16),  (16)  and  (21).  No.  2  rolls,  51 
inches  in  diameter.    To  (21). 

21.  A  combination  sand  wheel  and  trommel  with  6-mm.  holes.  Oversize  to 
(20) ;  undersize  by  screw  conveyor  to  (22). 

22.  No.  4  trommel  with  2|-mm.  holes.     Oversize  to  (23) ;  undersize  to  (27). 

23.  No.  3  rolls,  61  inches  in  diameter,  crushing  to  2|  mm.    To  (24). 

24.  No.  2  hydraulic  classifier.     Spigot  by  elevator  to  (26) ;  overflow  to  (34)  ► 
26.  Two  No.  6  trommels  having  1,  1.4,  2  and  2.6-mm.  holes.    To  (26). 

26.  No.  8  to  No.  12  jigs.  3-8ieve  Harz  jigs  treating  the  6  products  from 
(26).  1st  sieve  (galena  and  blende)  to  (30);  2d  and  3d  sieves  (blende)  to 
smelter;  tailings  to  (30). 

27.  From  (22).  No.  3  hydraulic  classifler.  Spigot  by  conveyor  to  (28)  ; 
overflow  to  (34). 

28.  No.  6  trommel  having  1,  IJ,  1^  and  2-mm.  holes.     To  (29). 

29.  No.  13  to  No.  17  jigs.  4-8ieve  Harz  jigs  treating  the  6  products  from 
(28).  Ist  sieve  (galena  and  blende)  to  (30);  2d  and  3d  sieves  (blende)  to 
smelter;  4th  sieve  to  (30)  ;  tailings  to  waste  or  sometimes,  if  rich,  to  (30). 

30.  From  (17),  (18),  (19),  (26),  (29),  (33)  and  (37).  Schwartzmann 
mills  and  Heberli  mills.    To  (31). 

31.  No.  4  hydraulic  classifier.     Spigot  to  (32) ;  overflow  to  (34). 

32.  No.  7  trommel  having  1,  1.2,  1.4  and  2-mnL  holes.    To  (33). 
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33.  No.  18  to  No.  22  jigs.  Harz  jigs  treating  the  products  from  (32). 
Products  like  (26)  and  (29). 

34.  From  (11),  (24),  (27),  and  (31).  No.  1  pointed  boxes.  Spigots  to 
(37);  overflow  to  (35). 

35.  From  (34)  and  (39).     Spitzlviten.     Spigots  to  (38);  overflow  to  (36), 

36.  No.  2  pointed  boxes.     Spigots  to  (39) ;  overflow  to  waste. 

37.  From  (34).  No.  23  jigs.  Exact  disposition  of  products  unknown,  but 
they  probably  yield  galena  to  smelter,  blende  to  smelter,  middlings  to  (30)  and 
tailings  to  waste. 

38.  From  (36)  and  (39).  21  double  Rittinger  tables.  Exact  disposition  of 
products  unknown,  but  they  probably  yield  galena  to  smelter,  blende  to  smelter, 
middlings  re-treated  on  similar  tables  and  tailings  to  waste. 

39.  From  (36).  2-deck  revolving  slime  tables.  The  upper  deck  is  convex, 
4.5  m.  in  diameter;  the  lower  deck  is  concave,  4  m.  in  diameter.  All  stuff 
is  fed  to  lower  deck  which  yields  1st  heads  (galena  and  blende)  to  (38)  ;  2d 
heads  (blende)  to  smelter;  middlings  to  (35);  tailings  to  upper  deck.  The 
upper  deck  yields  heads  (blende)  to  smelter,  or  if  fine  to  (40) ;  middlings  re- 
turned to  same  table;  tailings  to  waste. 

40.  Bumping  tables.  Heads  (blende)  to  smelter;  tailings  probably  sent 
back  to  some  earlier  machine. 

The  labor  required  is  over  70  men  in  and  around  the  mill. 

The  power  is  furnished  by  two  water  wheels,  and  one  auxiliary  steam  engine. 

The  ore  coming  to  the  mill  averages  about  20%  zinc  and  somewhat  less  than 
1%  lead.  The  mill  saves  79%  of  the  values  which  is  very  good  considering  the 
unfavorable  character  of  the  ore. 

The  points  to  be  noticed  in  the  mill  are:  (1)  that  hydraulic  classifiers  are 
placed  before  trommels,  and  that  very  close  sizing  is  practiced,  (2)  that  a  large 
part  of  the  concentrates  are  obtained  at  a  high  expense,  (3)  that  the  concentra- 
tion of  the  blende  has  been  carried  beyond  the  ordinary  limits  of  economy.  This 
last  is  due  to  the  extra  purity  of  the  Ammeberg  blende  which  gives  it  a  higher 
value.  This  mill  also  illustrates  the  process  of  roasting  for  porosity  by  the 
calcining  kilns  (6).  The  pyrite  is  thereby  rendered  light  enough  to  go  into  the 
tailings  with  the  gangue. 

Johannesborg  MUh 

41.  From  (5).  This  is  similar  to  the  Ammeberg  mill,  but  nmch  smaller,  the 
capacity  being  about  3,000  tons  per  year. 

§  676.  Mill  No.  20.  Old  Jordan  and  Oalena  Mining  Company,  Bing- 
ham, Utah. — Capacity  176  tons  in  24  hours.  The  mill  runs  24  hours  per  day, 
7  days  per  week.  The  ore  is  in  two  classes :  Class  I.,  consisting  of  the  economic 
mineral  pyrite  and  a  gangue  of  quartz  and  decomposed  porphyry;  Class  II., 
consisting  of  the  economic  minerals  pyrite,  galena  and  blende  and  a  gangue  of 
quartz  and  decomposed  porphyry.  In  both  classes  the  economic  minerals  carry 
a  little  gold  and  silver.  The  problem  in  I.  is  to  save  the  pyrite,  and  in  II.  to 
save  the  galena  and  pyrite.  Soth  classes  are  treated  separately  in  the  same  mill. 
The  ore  is  brought  in  cars  holding  2,200  pounds  to  (1). 

1.  One  No.  1  grizzly  with  l^-inch  spaces.     Oversize  to  (4)  ;  undersize  to  (2). 

2.  No.  1  or  receiving  bin  holding  about  400  tons.  By  No.  1  automatic  feeder 
to  (3). 

3.  From  (2)  and  (4).  One  No.  1  trommel  with  0.26-inch  square  holes.  Over- 
size to  (5)  ;  undersize  to  (7). 

4.  Prom  (1).  One  No.  1  Blake  breaker,  8  X  10  inches,  crushing  to  1^  inches. 
By  No.  1  automatic  feeder  to  (3). 
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6.  From  (3).  One  pair  of  No.  1  rolls,  24  X  12  inches,  set  J  inch  apart. 
To  (6). 

6.  From  (6)  and  (8).    One  No.  1  bucket  elevator.    To  (7). 

7.  From  (3)  and  (6).  One  No.  2  trommel  with  0.25-inch  square  holes. 
Oversize  to  (8) ;  undersize  to  (9). 

8.  One  pair  of  No.  2  rolls,  24  X  12  inches,  set  i  inch  apart.    To  (6). 

9.  From  (7).  One  No.  3  trommel  with  0.145-inch  square  holes.  Oversize 
to  (14)  ;  undersize  to  (10). 

10.  One  No.  4  trommel  with  0.108-inch  square  holes.  Oversize  to  (15) ; 
undersize  to  (11). 

11.  One  No.  5  trommel  with  0.06-inch  square  holes.  Oversize  to  (16)  ;  under- 
size to  (12). 

12.  One  No.  1  hydraulic  classifier.     Spigot  to  (17)  ;  overflow  to  (13). 

13.  Distributing  trough  with  3  spigots.  Spigots  separately  to  (18)  ;  overflow 
to  (25). 

14.  From  (9).  Two  No.  1  jigs.  3-sieve  Harz  jigs.  1st  and  2d  hutches  by 
car  to  (24) ;  3d  hutch  by  barrow  to  (19) ;  tailings;  very  little  in  quantity,  to  (26). 

15.  From  (10).     Two  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (14). 

16.  From  (11).     Two  No.  3  jigs.     3-8ieve  Harz  jigs.     Products  like  (14). 

17.  From  (12).  Two  No.  4  jigs.  3-sieve  Harz  jigs.  Hutches  by  car  to 
(24) ;  tailings  to  (25). 

18.  From  (13).  Three  4-foot  Frue  vanners.  Each  treats  one  spigot  from 
(13).     Heads  to  (24) ;  tailings  to  (25). 

19.  From  (14),  (15),  (16).     No.  2  or  middlings  bin.     To  (20). 

20.  From  (19)  and  (22).    One  No.  2  bucket  elevator.    To  (21). 

21.  One  pair  of  No.  3  rolls,  16  X  9  inches,  set  close  together.     To  (22). 

22.  One  No.  6  trommel  with  0.06-inch  square  holes.  Oversize  to  (20)  ;  imder- 
size  to  (23). 

23.  Two  No.  5  jigs.     2-sieve  Harz  jigs.     Hutches  to  (24) ;  tailings  to  (25). 

24.  From  (14),  (15),  (16),  (17),  (18),  (23).  Concentrates  house.  After 
draining  they  go  by  chute  to  tram  cars  and  thence  2  miles  to  the  railroad  to  be 
diipped  to  smelter. 

25.  From  (13),  (17),  (18),  (23).     Tailings  launder  to  creek. 

26.  From  (14),  (15),  (16).    Tailings  launder  to  (27). 

27.  Two  settling  tanks  holding  about  400  cubic  feet  each.  Settlings  sluiced 
out  periodically  to  waste;  overflow  to  (28). 

28.  A  Knowles  compound  condensing  pump  lifting  40  feet  to  tank  at  top  of 
mill. 

The  labor  required  is  13  men  per  24  hours,  divided  into  2  shifts :  1  foreman, 
2  engineers,  4  breakermen,  2  jig  men,  2  vanner  men  and  2  other  men.  Wages 
range  from  $2.25  per  day  for  laborers  up  to  $5  for  the  foreman.  Board  costs 
$30  per  month,  and  coal  $5.50  per  ton. 

Power  is  furnished  by  two  boilers  16  feet  long,  60  inches  in  diameter,  with 
54  tubes  3^  inches  in  diameter,  running  under  a  pressure  of  65  pounds  per  square 
inch,  and  burning  4,900  pounds  of  coal  per  day;  and  an  engine  with  cylinder 
14  X  22  inches,  making  74  revolutions  per  minute,  with  a  3J-inch  Nordberg 
governor,  and  developing  16  to  27  indicated  horse  power. 

The  mill  receives  65  gallons  of  water  per  minute  from  the  mine,  and  90  to  100 
gallons  are  repumped  from  (28). 

One  hundred  tons  of  pyrite  ore  yield  about  S3  tons  of  concentrates  containing 
about  90%  of  the  gold  and  silver,  and  80  to  85%  of  the  iron.  One  hundred 
tons  of  galena  ore  yield  about  50  tons  of  concentrates  containing  about  85%  of 
the  lead,  68%  of  the  silver  and  76%  of  the  gold. 


§  676 
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Analyses  of  botti  classes  of  ore  and  the 

products 

were  as 

follows: 

Olaas  L,  or  Pyrite  Ore. 

dass  n.,  or  Gftlena  Or6. 

Ore. 

(}oncentrates. 

Tailings. 

Ore. 

Concentrates. 

Tailings. 

0 
9.78 
0.10 
0 
S8 
80 

0 

5.0 

0.18 

0 

4S.5 

8.6  to  6 

0 

0.6 
0.08 

0 

(a) 

75  to  90 

14 
7.18 

o.oe 

17 

'Si 

96 

10.0 
0.19 
7.5 

96 
0 

0.6  to  9 

Ounces  silver  por  too..... 

1.0 

Ounces  Kold  per  tx>n 

Percent  zinc 

Percent  iron 

0.08 
la) 

Percent  silioa 

(a)  Not  determined. 

Note  the  careful  graded  crushing  which  the  ore  receives  in  this  mill  by  means 
of  the  breaker  and  two  pairs  of  rolls  together  with  the  grizzly  and  No.  1  and 
No.  2  trommels. 

%Q76.  Mill  No.  21.  Silvee  Age  Mill,  Idaho  Speings,  Colobado. — Ca- 
pacity 40  to  50  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  six  days  per 
week.  It  is  a  custom  mill  treating  ore  from  the  following  mines:  Silver  Age, 
Gem,  Gem  Extension,  Crown  Point,  Lake,  Bullion,  Freeland,  Gennan,  Minot 
and  Brighton.  These  ores  all  contain  some  of  the  following  economic  minerals 
in  both  coarse  and  fine  crystallization,  and  carrying  gold  and  silver:  pyrite, 
galena,  tertrahedrite,  chalcopyrite  and  blende.  The  gangue  is  quartz  and  feld- 
spar. The  problem  is  to  save  the  gold  and  silver,  and  in  some  cases  the  copper, 
the  lead  or  the  iron,  this  last  being  sold  as  a  flux.  The  ore  is  brought  in  carts 
holding  5  tons  each,  or  in  railroad  cars  and  shoveled  to  (1). 

1.  Beceiving  floor.     By  barrows  to  (2). 

2.  One  No.  1  Blake  breaker,  7  X  10  inches,  crushing  to  1  inch.    To  (3). 

3.  One  pair  of  No.  1  rolls,  27  X  14  inches,  set  J  inch  apart.    To  (4). 

4.  From  (3)  and  (6).     No.  1  bucket  elevator.    To  (5). 

5.  One  No.  1  trommel  with  0.18-inch  square  holes.  Oversize  to  (6) ;  under- 
size  to  (7). 

6.  One  pair  of  No.  2  rolls,  24  X  14  inches,  set  close  together.    To  (4). 

7.  From  (5).  One  No.  2  trommel  with  0.14-inch  square  holes.  Oversize  to 
(10) ;  undersize  to  (8). 

"  8.  One  No.  3  trommel  with  0.048-inch  square  holes.     Oversize  to  (11)  ;  under- 
size to  (9). 

9.  One  No.  1  hydraulic  classifier  with  3  spigots.  1st  spigot  to  (12) ;  2d  to 
(13)  ;  3d  to  (20) ;  overflow  to  (21). 

10.  From  (7).     One  No.  1  jig.    A  3-sieve  Harz  jig. 
(22) ;  3d  to  (14)  or  (22) ;  tailings  to  (14). 

11.  From  (8).     One  No.  2  jig.    A  4-sieve  Harz  jig. 
to  (22)  ;  4th  to  (14)  or  (22)  ;  tailings  to  (14). 

12.  From  ^9).     One  No.  3  jig.    A  4-sieve  Harz  jig. 

13.  From  (9)..    One  No.  4  jig.     A  4-sieve  Harz  jig. 

14.  From  (10),  (11),  (12),  (13).  One  No.  1  unwat^ring  box.  Spigot  to 
(15);  overflow  to  (21). 

15.  From  (14)   and  (20).     No.  2  bucket  elevator.     To   (16). 

16.  Two  3J-foot  Huntington  mills  using  screens  witti  3  X  A^-inch  slots.  To 
(17). 

17.  One  No.  2  hydraulic  classifier  with  1  spigot.  One-half  of  spigot  to  (18)  ; 
other  half  to  (19) ;  overflow  to  (20). 

18.  One  No.  5  jig.     A  4-sieve  Harz  jig.     Hutches  to  (22)  ;  tailings  to  (21). 

19.  From  (17).  One  No.  6  jig.  A  2-sieve  Harz  jig.  Hutches  to  (22)  ; 
tailings  to  (21). 

20.  From  (9)  and  (17).  One  convex  stationary  slime  table.  Heads  to  (23)  ; 
middlings  to  (15^) ;  tailings  to  (21). 


1st  and  2d  hutches  to 

1st,  2d  and  3d  hutches 

Products  like  (11). 
Products  like  (11). 
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21.  From  (9),  (14),  (18),  (19)  and  (20).    Tailings  launder  to  waste. 

22.  Prom  (10),  (11),  (12),  (13),  (18),  (19)  and  (20).  Bins  for  concen- 
trates. The  various  products  are  brought  to  these  by  barrows,  and  are  loaded  by 
shovel  upon  cars. 

The  labor  required  is  7  men  per  24  hours.  Wages  vary  from  $2.25  per  day 
for  laborers  to  $3  for  mill  hands.  Board  costs  $5  per  week,  lignite  coal  $3.25 
per  ton  and  wood  $4.60  per  cord. 

Power  is  furnished  from  a  Leflfel  turbine  wheel,  30^  inches  in  diameter,  rated 
at  44^  horse  power,  running  at  150  revolutions  per  minute,  under  a  head  of  18 
feet  and  using  1,546  cubic  feet  of  water  per  minute,  which  is  brought  1,500  feet 
by  a  flume  4X6  feet  in  section. 

One  hundred  tons  of  ore  yield  12  to  20  tons  of  concentrates  from  jigs  Nos.  1  to 
4,  5  to  8  tons  from  jigs  Nos.  5  and  6,  and  3  to  5  tons  from  the  slime  table ;  also 
4  to  3  tons  of  tailings  from  overflow  of  hydraulic  classifier,  48  to  40  tons  frona 
jigs  Nos.  5  and  6  and  28  to  23  tons  from  the  slime  table. 

The  ores  vary  very  mucii  in  value  so  that  the  concentrates  may  run  from 
practically  nothing  up  to  5  or  6  ounces  gold  per  ton  and  30  ounces  silver.  The 
following  assays  show  the  results  of  work  on  one  particular  lot  of  ore. 


perTdn. 

Ounoet 

Gold 

perTbn. 

Ounces 

SilTcr 

perT6n. 

Ounces 

Gold 

per  Tod. 

Jig  No.  1. 
Tst  hutch 

4.40 
S.70 
S.» 

i.ao 
s.«o 

AM 
4.00 
4.i0 
1.90 

4.90 
4.00 
6.10 
4.» 
1.90 

0.80 
0.86 
0.40 
0.18 

0.86 
0.88 
1.16 
1.00 
0.86 

i;S 

0.07 

o.n 

0.16 

Ji«  No.  4. 

Ofo  reoord.) 
Jiff  No.  6. 
Tst  hutch 

8.10 
8.80 
8.40 
4.00 
0.00 

8.90 
4.00 
0.90 

4.10 
1.00 

id      "     ,.,,,, 

M      ••     

0.78 

TyUnn 

JigNoC 
iBt  hutch 

id      "      

0.78 

8d      •*      

0.60 

4th     ** 

0.66 

td      •*     

TUlfaun 

0.08 

M      '•     

JiffNai 
1st  hutch 

4th     •*     

0.00 

TVtillnin 

id      **     

0.60 

Jiff  No.  8. 
iBt  hutch 

lUIlM*, 

0.06 

Slime  tddei 
Heads 

td      **     

0.B6 

8d      *'     

0.04 

4th     "     

lUltan... 

(6)     OOHPLEX    JIGGING    HII/L8    OONOENTRATING    GALENA^    WITH    OR    WITHOUT 
PTBITB,  FROM  LIMESTONE  AND  QUARTZ  IN   SOUTHEASTERN    MISSOURI. 

§  677.  This  group  includes  Mills  22,  23,  24  and  25.  They  all  crush  by  breaker 
and  rolls.  Mills  22,  23  and  24  concentrate  by  trommels  and  classifiers  followed 
by  jigs  and  tables.  Mill  25  concentrates  by  roughing  jigs  and  classifiers  fol- 
lowed by  trunking  machine,  finishing  jigs  and  tables. 

Mill  22  sets  aside  the  coarsest  poorest  middling  product  as  tailings  to  be 
treated  at  some  future  time,  because  the  re-treatment  nets  less  profit  than  working 
fresh  ore;  the  richer  middlings  are  recrushed  by  auxiliary  rolls  and  sent  back 
into  the  system.  This  mill  settles  its  slimes  by  a  box  classifier  (Hittinggr 
spitzgerinne)  and  concentrates  them  by  slime  tables.  Mill  24  recrushes  and 
washes  all  middlings  by  sending  them  back  into  the  system.  The  slimes  pass 
through  a  series  of  box  classifiers  to  the  slime  tables.  The  last  overflow  goes  to 
settling  tanks  at  the  end  of  the  series.  Mill  25  recmshes  its  middlings  by 
auxiliary  rolls,  and  washes  them  by  auxiliary  classifiers,  jigs,  and  bumping  tables. 
The  slimes  are  settled  on  their  way  to  the  Parsons  tables.  All  slime  bearing  over- 
flows of  water,  preparatory  to  using  the  water  over  again,  go  through  clarifying 
reservoirs,  which  yield  a  sediment  carrying  6%  lead.  This  is  reported  as  too 
fine  to  concentrate,  and  too  poor  to  smelt,  and  it  is  therefore  sluiced  away.    This 
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mill  lies  between  the  simple  jigging  plants  as  Mill  10,  and  con\plex  jigging  plants 
as  Mill  22.  It  begins  concentrating  upon  unsized  and  unclassified  material,  but 
all  its  later  treatment  is  aided  by  classifiers.  In  regard  to  this  system  the  tail- 
ings of  the  No.  1  or  roughing  jigs  contain  grains  of  included  galena  and  grains  of 
fine  floating  galena.  In  other  mills  both  of  these  classes  of  grains  have  more 
chances  to  be  saved  than  they  do  here. 

The  use  of  an  intermediary  jig  between  the  last  trommel  and  tzhe  first  classi- 
fier occurs  in  two  mills  of  this  group,  Mill  23,  jig  No.  4,  and  Mill  24,  jig  No.  L 

§  678.  Mill  No.  22.  Central  Lead  Company,  Plat  Riveb,  St,  Francois 
County,  Missouri. — Figs.  512a-512(2  give  a  general  idea  of  the  mill,  although 
the  machines  are  arranged  somewhat  differently  than  in  the  later  scheme  given 
below.  Capacity  175  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  6  days 
per  week.  The  ore  consists  of  the  economic  minerals  galena  in  coarse  and  fine 
crystallization,  and  a  little  finely  disseminated  pyxite  and  a  gangue  of  limestone. 
The  problem  is  to  save  the  lead.  The  ore  is  hoisted  in  a  car  holding  1,500  pounds 
and  dumped  upon  (1). 

1.  One  No.  1  grizzly  with  1-inch  spaces.     Oversize  to  (2) ;  undersize  to  (3). 

2.  Two  No.  1  Dodge  breakers,  8  X  16  inches,  crushing  to  1  inch.    To  (3). 

3.  From  (1)  and  (2).  Cars  with  hopper  bottoms  holding  20,000  pounds  each. 
Pulled  by  horses  1,500  feet,  and  used  as  receiving  bins.     To  (4). 

4.  No.  1  automatic  feeder.  A  roller  feeder  with  roll  18  inches  long,  18  inches 
diameter  on  a  2-inch  shaft,  driven  by  a  sprocket  wheel  30  inches  in  diameter  at 
the  rate  of  1  revolution  in  41  seconds ;  hopper  is  28  X  34  inches,  and  30  inches 
deep.    To  (5). 

5.  From  (4)  and  (6).  One  pair  of  No.  1  rolls,  30  X  16  inches,  set  0.4  inch 
apart.    To  (6). 

6.  From  (6)  and  (22).  One  No.  1  trommel  with  12-mm.  round  holes.  Over- 
size to  (11)  or  sometimes  to  (5) ;  undersize  to  (7). 

7.  One  No.  2  trommel  with  6-mm.  round  holes.  Oversize  by  distributor  to 
(12);  undersize  to  (8). 

8.  One  No.  3  trommel  with  3-mm.  round  holes.  Oversize  by  distributor  to 
(13)  ;  undersize  to  (9). 

9.  One  No.  1  hydraulic  classifier  with  2  spigots  1st  spigot  to  (14) ;  2d  to 
(15);  overflow  to  (10). 

10.  One  No.  1  surface  current  box  classifier  with  2  spigots.  1st  spigot  to  (16) ; 
2d  to  (17)  ;  overflow  as  hydraulic  water  to  (12). 

11.  From  (6).  One  No.  1  jig.  A  3-8ieve  Harz  jig.  1st  discharge  to  (25) ; 
2d  and  3d  to  (23) ;  1st,  2d  and  3d  hutch  to  (12) ;  tailings  to  (27). 

12.  From  (7)  and  (11).  Four  No.  2  jigs.  2-sieve  accelerated  jigs.  1st  dis- 
charge to  (25)  ;  2d  to  (23)  ;  1st  and  2d  hutch  to  (25) ;  tailings  to  (27). 

13.  From  (8).    Three  No.  3  jigs.     2-sieve  Harz  jigs.    Products  like  (12).  * 

14.  From  (9).  Four  No.  4  jigs.  3-sieve  Harz  jigs.  1st  discharge  and  1st, 
2d  and  3d  hutch  to  (25) ;  tailings  to  (27). 

15.  From  (9).  Four  No.  5  jigs.  3.sicve  Harz  jigs.  1st,  2d  and  3d  hutch 
to  (25);  tailings  to  (27). 

16.  From  (10).  One  No.  1  convex  revolving  slime  table.  This  and  No.  2 
table  are  on  the  same  shaft  forming  upper  and  lower  decks  respectively.  Heads 
to  (18) ;  middlings  to  (21) ;  tailings  to  (27). 

17.  From  (10).     One  No.  2  convex  revolvingr  slime  table.     Products  like  (16). 

18.  From  (16)  and  (17).  One  No.  1  settling  tank.  Settlings  bv  barrow  to 
(28) ;  overflow  to  (19). 

19.  One  No.  2  settling  tank.     Settlings  by  barrow  to  (28) ;  overflow  to  (20). 

20.  From  (19)  and  (26).  One  No.  3  settling  tank.  Settlings  by  barrow  to 
(24) ;  overflow  to  (27). 


918 


QBE  DEB88IN0. 


%  678 


"Wmsm  EHk  DtiBi 


S* 


.  I  \l     I    ij^> 


^ 
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21.  Prom  (16)  and  (17).    UnfiniBhed  products  launder.    To  (22). 

22.  From  (21),  (24)  and  (26).     A  centrifugal  pump.    To  (6). 

23.  From  (11),  (12)  and  (13).     Middlings  launder.     To  (24). 

24.  FroiA  (20)  and  (23).  One  pair  of  No.  2  rolls,  30  X  16  inches,  set  dose 
together.    To  (22). 

25.  Prom  (11),  (12),  (13),  (14)  and  (15).    Concemtrates  launder.    To  (26). 

26.  One  trunking  table.  Heads  to  (28)  ;  coarse  tailings  to  (22) ;  fine  tailings 
to  (20). 

27.  Prom  (11),  (12),  (13),  (14),  (15),  (16),  (17)  and  (20).  Three  tail- 
ings launders,  two  for  jig  tailings  which  are  clum])ed  by  themselves  for  their 
prospective  value,  and  one  for  fine  tailings.    To  waste  dump. 

28.  Prom  (18),  (19)  and  (26).     Shipping  car.     To  smelter 

The  labor  required  is  16  men  per  24  hours  divided  into  2  shifts :  2  engineers, 
2  firemen,  2  shift  bosses,  2  roll  feeders,  4  jig  men,  2  table  men  and  2  mineral 
weighers.  Wages  range  from  $1.25  to  $2  per  shift.  Board  costs  $0.50  per 
day ;  coal  costs  $2.25  per  ton ;  wood  costs  $1.50  per  cord. 

The  power  is  derived  from  a  boiler  60  inches  in  diameter,  18  feet  long,  wifli 
tubes  4  inches  in  diameter,  running  under  a  pressure  of  100  pounds  per  square 
inch,  and  consuming  5  tons  of  coal  per  24  hours ;  and  a  simple  Buckeye  engine 
with  cylinder  11  X  22  inches,  making  145  revolutions  per  minute,  cutting  ofE 
at  \  stroke  and  developing  45  indicated  horse  power. 

The  mill  receives  75  gallons  of  water  per  minute  from  the  mine,  and  725 
gallons  per  minute  from  the  river.  A  Worthington  duplex  pump  with  steam 
cylinder  14  X  10  inches,  and  water  cylinder  lOJ  X  10  inches  lifts  the  water  70 
feet  from  the  river.  Some  water  is  repumped  in  the  mill  by  the  centrifugal 
pump  (22). 

The  mine  ore  contains  from  5  to  10%  lead,  and  the  concentrates  contain  65% 
lead. 

§  679.  Mill  No.  23.  Plat  Hiveb  Lrad  Company,  Plat  Hiveb,  Missoubl — 
Capacity  100  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  six  days  per 
week.  The  ore  consists  of  the  economic  minerals  galena  in  coarse  and  fine 
crystallization  and  a  little  finely  disseminated  pyrite,  and  a  gangue  of  dolomite. 
The  problem  is  to  save  the  lead.  The  ore  is  hoisted  from  the  mine  by  skip  and 
dumped  upon  (1). 

1.  Receiving  floor.     Shoveled  to  (2). 

2.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  1^  incbes.    To  (3). 

3.  One  pair  of  No.  1  rolls,  27  X  14  inches.    To  (4). 

4.  Prom  (3)  and  (6).     One  No.  1  bucket  elevator.    To  (5). 

5.  One  No.  1  trommel  with  7-mm.  round  holes.  Oversize  to  (6) ;  undersiae 
of  1st  half  to  (7) ;  undersize  of  last  half  to  (12). 

6.  From  (5),  (12),  (13),  (14),  (15)  and  (16).  One  pair  of  No.  2  rolls, 
27  X  14  inches,  set  close  together.     To  (4). 

7.  Prom  (5).  One  No.  2  trommel  with  5-mm.  round  holes.  Oversize  to 
(13) ;  undersize  to  (8). 

8.  One  No.  3  trommel  with  3-mm.  round  holes.  Oversize  to  (14)  ;  undersise 
to  (9). 

9.  One  No.  4  or  intermediary  jig.  1-sieve  Harz  jig.  Discharge  and  hutch  to 
(19);  tailings  to  (10). 

10.  One  No.  1  hydraulic  classifier  with  3  spigots.  1st  and  2d  spigots  to  (16) ; 
3d  to  (16) ;  overflow  to  (11). 

11.  Prom  (10),  (17)  and  (18).  One  No.  1  surface  current  box  classifier  with 
5  spigots.  1st  and  2d  spigots  to  (17) ;  3d,  4th,  and  5th  to  (18) ;  overfiow  to 
(20). 
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12.  Prom  (6).  One  No.  1  jig.  2-8ieve  Harz  jig.  Ist  discharge  to  (19) ; 
2d  to  (6) ;  Ist  hutch  to  (19)  ;  2d  to  (6) ;  tailings  to  (20). 

13.  From  (7).    Two  No.  2  jigs.     2-8ieve  Harz  jigs.    Products  like  (12). 

14.  From  (8).     Two  No.  3  jigs.     2-8ieve  Harz  jigs.     Products  like  (12). 

15.  From  (10).  Two  No.  5  jigs.  3-sieve  Harz  jigs.  1st  and  2d  hutches  to 
(19) ;  3d  to  (6) ;  tailings  to  (20). 

16.  From  (10).     One  No.  6  jig.     3-sieve  Harz  jig.     Products  like  (15). 

17.  From  (11).  One  No.  1  convex  revolving  slime  table.  Heads  to  (19); 
middlings  by  centrifugal  pump  to   (11);  tailings  to   (20). 

18.  From  (11).     One  No.  2  convex  revolving  slime  table.     Products  like  (17). 

19.  From  (9),  (12),  (13),  (14),  (15),  (16),  (17)  and  (18).  Bins  for  con- 
centrales.     To  smelter. 

20.  From  (11),  (12),  (13),  (14),  (15),  (16),  (17)  and  (18).  Tailings 
launder  to  waste. 

Wages  vary  from  $1  per  day  for  laborers  up  to  $1.50  or  $2  for  mechanics. 
Board  costs  $0.50  per  day,  coal  $2  per  ton  and  wood  $0.85  per  cord. 

The  ore  contains  up  to  50%  lead  and  the  concentrates  contain  74%  lead. 

§  680.  Mill  No.  24.  Mine  la  Mottb,  Mine  la  Motte,  Missouri. — Ca- 
pacity 100  tons  in  22  hours.  The  mill  runs  22  hours  per  day,  six  days  per 
week.  The  ore  consists  of  the  economic  minerals  galena  in  coarse  and  fine  crys- 
tallization and  a  little  finely  disseminated  pyrite,  and  a  gangue  of  limestone  con^ 
taining  about  20%  silica  in  oolitic  grains.  The  problem  is  to  save  the  lead. 
The  ore  is  hand  picked  in  the  mine,  and  one-quarter  to  one-half  of  it  rejected 
as  waste.  The  remainder  is  hauled  from  ^  to  2}  miles  in  side  dumping  cars 
holding  about  3  tons  each  to  (1). 

1.  Platform  elevator  lifting  29  feet.  The  car  is  dumped  over  a  flap  6^  feet 
long,  29  inches  wide,  hinged  33  inches  above  the  floor  which  drops  against  the 
platform  of  the  elevator,  and,  sloping  30®,  serves  to  guide  the  ore  to  (2). 

2.  Receiving  floor.     Shoveled  to  (3). 

3.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  1^  inches.    To  (4). 

4.  One  No.  la  trommel  with  10-mm.  round  holes.  Oversize  to  (5) ;  under- 
fiize  to  (9). 

5.  One  pair  of  No.  1  rolls,  28J  X  12  inches,  set  ^  to  i  inch  apart.    To  (9). 

6.  From  (9).  One  No.  16  trommel  with  10-mm.  round  holes.  Oversize  to 
(7) ;  undersize  to  (18). 

7.  Prom  (6),  (18),  (19),  (20),  (21),  (31).  One  No.  1  bucket  elevator. 
To  (8). 

8.  One  pair  of  No.  2  rolls,  30  X  12  inches,  set  i  to  ^  inch  apart    To  (9).   ; 

9.  From  (4),  (5)  and  (8).  One  No.  2  trommel  with  7-mm.  round  hoW 
Oversize  to  (6) ;  undersize  to  (10).  \ 

10.  One  No.  3  trommel.  Sectional  with  3-mm.  and  5-mm.  round  holes.  Over 
5  mm.  to  (19) ;  through  5  on  3  mm.  to  (20) ;  through  3  mm.  to  (11). 

11.  One  No.  1  hydraulic  classifier  with  2  spigote.  1st  spigot  to  (81)  ;  2d 
spigot  and  overflow  to  (12). 

12.  One  No.  5  or  intermediary  jig.  1-sieve  Harz  jig.  Hutch  to  f  31)  ;  tail- 
ings to  (13). 

13.  From  (12)  and  (28).  One  No.  1  whole  current  box  classifier  with  2 
spigots.     Spigots  to  (22) ;  overflow  to  (14). 

14.  From  (13)  and  (29).  One  No.  2  whole  current  box  classifier  with  4 
spigots.  1st  spigot  to  (23) ;  2d  to  (24) ;  3d  not  used;  4th  to  (25) ;  overflow 
to  (15). 

15.  One  No.  3  whole  current  box  classifier  with  1  spigot  and  2  overflow^ 
Spigot  to  (25) ;  1st  overfiow  not  used;  2d  to  (16).  :  , 
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16.  One  No.  4  whole  current  box  classifier  with  2  spigots.  Spigots  to  (26)  : 
overflow  to  (17)  or  (32). 

17.  From  (16)  and  (30).  No.  1  settling  tank  Settlings  on  every  alternate 
day  by  No.  1  centrifugal  pump  with  2i-inch  discharge  pipe  to  (27) ;  overflow 
by  No.  2  centrifugal  pump  with  3-inch  discharge  pipe  back  to  water  supply 
tank. 

18.  From  (6).  One  No.  1  jig.  2-sieve  crank  ann  accelerated  jig.  1st  dis- 
charge to  (31) ;  2d  discharge  and  1st  and  2d  hutches  to  (7)  ;  tailings  to  (30). 

19.  Prom  (10).  Three  No.  2  jigs.  2-sieve  crank  arm  accelerated  jigs.  Prod- 
ucts like  (18). 

20.  From  (10).  One  No.  3  jig.  2-8ieve  crank  arm  accelerated  jig.  Products 
like   (18). 

21.  Prom  (11).  Pour  No.  4  jigs.  2-8ieve  Parsons  jigs.  Ist  discharge  to 
(31)  ;  2d  to  (7) ;  1st  hutch  to  (31)  ;  2d  to  (7)  ;  tailings  to  (30). 

22.  Prom  (13).  Pour  No.  6  jigs.  3-sieve  Harz  jigs.  Ist  hutch  to  (31)  ; 
2d  to  (31)  or  (28) ;  3d  to  (28)  ;  tailings  to  (32). 

23.  Prom  (14).  One  No.  1  convex  revolving  slime  table.  Heads  by  barrow 
to  shipping  floor;  middlings  to  (29) ;  tailings  to  (32). 

24.  Prom  (14).     One  No.  2  convex  revolving  slime  table.     Products  like  (23). 

25.  Prom  (14)  and  (16).  One  No.  3  convex  revolving  slime  table.  Products 
like  (23). 

26.  Prom  (16).     One  No.  4  convex  revolving  slime  table.     Products  like  (23) . 

27.  Prom  (17).  One  4-foot  Prue  vanner.  Heads  by  barrow  to  shipping  floor : 
tailings  to  (32). 

28.  Prom  (22)  and  sweepings  of  floor.  One  No.  3  centrifugal  pump  with 
l^-inch  discharge  pipe.     To  (13). 

29.  Prom  (23),  (24),  (26)  and  (26).  One  No.  4  centrifugal  pump  with 
2-inch  discharge  pipe.     To  (14). 

30.  Prom  (18),  (19),  (20),  (21).  "Chats'*  cars.  "Chats"  or  tailings  hauled 
to  dump;  overflow  to  (17). 

31.  Prom  (12),  (18),  (19),  (20),  (21),  (22).  Mineral  floor,  10  feet  square. 
Concentrates  by  barrow  to  shipping  floor  and  thence  by  wagon  to  smelter ;  drain- 
ings  to  (7). 

32.  Prom  (16),  (22),  (23),  (24),  (25),  (26),  (27).  Tailings  launder  to 
creek,  and  thence  to  settling  pond  from  which  water  is  pumped  back  to  the  mill 
supply  tank  by  a  No.  10  Knowles  pump. 

The  labor  required  is  23  men  per  24  hours,  divided  into  2  shifts :  2  engineers, 
2  firemen,  2  men  on  platform  elevator,  4  breaker  men,  2  jig  tenders  acting  also 
as  foremen,  4  table  men,  4  tank  men  and  weighers,  1  boy  for  cleaning,  2  men 
driving  4  mules  for  hauling  "chats".  Wages  range  from  $6.70  per  shift  for  boys 
up  to  $1.80  for  foremen.  Board  costs  $0.40  per  day;  coal  costs  $3  per  ton; 
wood  costs  $1.75  per  cord. 

The  power  is  derived  from  2  boilers,  48  inches  diameter,  20  feet  long,  each 
with  10  tubes  6  inches  diameter,  running  under  a  pressure  of  80  pounds  per 
square  inch,  and  burning  about  6J  tons  of  coal  per  24  hours.  These  boilers  run 
4  engines  in  the  mill,  and  also  a  6  X  8-inch  engine  in  the  machine  shop.  An 
engine  with  cylinder  12  X  20  inches,  making  155  revolutions  per  minute,  runs 
the  breaker,  rolls,  the  platform  elevator  and  the  bucket  elevator.  A  second 
engine  with  cylinder  10  X  12  inches  runs  all  the  trommels,  all  the  jigs,  the  Pru<» 
vanner,  No.  4  slime  table  and  Nos.  1  and  3  centrifugal  pumps.  A  third  engine 
with  cylinder  10  X  12  inches  runs  Nos.  1,  2  and  3  slime  tables,  and  No.  4  centrif- 
ugal pump.  A  fourth  engine  with  cylinder  7X9  inches  runs  No.  2  centrifugal 
pump. 

The  water  is  brought  from  a  storage  reservoir  by  an  8-inch  cast  iron  pipe  7,100 
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feet  long,  with  70  feet  head^  and  is  delivered  into  a  mill  supply  tank 
11  X  7^  X  6i  feet,  under  the  breaker. 

The  ore  as  received  at  the  mill  contains  9  to  15%  lead  and  a  trace  of  nickel ; 
the  concentrates  of  the  jigs  contain  about  74%  lead,  and  those  of  the  slime  tables 
and  vanner  carry  55  to  60%  lead;  the  pyritic  concentrates  contain  20  to  30% 
lead  and  a  variable  quantity  of  nickel;  the  tailings  contain  IJ  to  1J%  lead  and  a 
variable  quantity  of  nickel.  Of  the  ore  mined,  J  to  \  is  picked  out  as  waste 
in  the  mine,  while  the  remainder  comes  to  the  mill  where  100  tons  of  ore  yield 
about  10^  tons  of  jig  concentrates,  1^  tons  of  table  and  vanner  concentrates,  and 
88  tons  of  tailings.    The  mill  saves  87  to  90%  of  the  total  lead  in  the  ore. 

This  mill  shows  a  rather  unusual  arrangement  of  rolls  and  trommels.  The 
scheme  seems  to  be  to  crush  the  middlings  as  far  as  possible  separately  from  the 
original  ore,  but  still  not  to  have  entirely  separate  apparatus  for  each. 

§  681.  Mill  No.  25.  St.  Joseph  Lead  Company,  Bonne  Terre,  Missouri. 
— Figs.  513a  and  5136  illustrate  this  mill  except  in  a  few  points  where  changes 
have  been  made.  Capacity  900  tons  in  24  hours.  The  mill  runs  24  hours  per 
day,  6  days  per  week.  The  ore  consists  of  the  economic  minerals  galena  in 
coarse  and  fine  crystallization  and  a  little  finely  disseminated  pyrite  and  a  gangue 
of  dolomite.  The  problem  is  to  save  the  lead.  The  ore  is  hand  picked  in  the 
mine  into  waste  which  is  hoisted  and  hauled  to  the  Mississippi  river  to  be  used 
for  filling ;  and  concentrating  ore,  which  is  hoisted  separately,  dumped  intb  cars 
with  hopper  bottoms  holding  25  tons  and  hauled  by  locomotive  i  to  5  miles 
to{l). 

1.  Bins  with  flat  bottoms.     Shoveled  to  (2). 

2.  Spalling  floor.     To  (3). 

3.  Ten  No.  1  Blake  breakers,  9  X  15  inches,  crushing  to  1^  inches.    To  (4). 

4.  From  (3)  and  (5).  Ten  pairs  of  No.  1  rolls,  30  X  14  inches,  set  close 
together.     To  (5). 

5.  Ten  No.  1  trommels  with  6-mm.  round  holes.  Oversize  by  ten  No.  1  bucket 
elevators  to  (4) ;  undersize  by  ten  No.  1  centrifugal  pumpa  with  4-inch  dis- 
charge pipes  and  ten  No.  1  Parsons  distributors  to  (6). 

6.  Ninety  No.  1  jigs.  2-sieve  Parsons  jigs.  Skimmings  to  (13)  ;  hutches 
partly  to   (7)  and  partly  to  (8) ;  tailings  to  (23). 

7.  Two  No.  1  surface  current  box  classifiers  with  one  spigot  each.  Spigot  to 
(15)  ;  overflow  to  (8). 

8.  From  (6)  and  (7).  Four  No.  2  surface  current  box  classifiers  with  one 
spigot  each.     Spigot  to  (16) ;  overflow  to  (9). 

9.  Two  No.  3  surface  current  box  classifiers  with  one  spigot  each.  Spigot  by 
No.  2  centrifugal  pumps  to  (17)  ;  overflow  to   (10). 

10.  Two  No.  4  surface  current  box  classifiers  with  one  spigot  each.  Spigot 
by  No.  3  centrifugal  pumps  to  (17)  ;  overflow  to  (11). 

11.  Two  No.  5  surface  current  box  classifiers  with  one  spigot  each.  Spigot 
by  three  No.  2  Parsons  distributors  to  (19) ;  overflow  to  (12). 

12.  Two  No.  1  unwatering  boxes  with  two  spigots  each  and  a  6-inch  pipe  near 
the  top.  Spigots  by  No.  4  centrifugal  pumps  to  (20) ;  6-inch  pipe  delivers  water 
to  undersize  of  (5J ;  overflow  to  (24). 

13.  From  (6).  Two  pairs  of  No.  2  rolls,  30  X  14  inches,  set  close  together, 
run  altematdy.  By  No.  5  centrifugal  pumps  and  two  No.  3  Parsons  dis- 
tributors to  (14). 

14.  Twelve  No.  2  jigs.    3-sieve  Harz  jigs.    Hutches  to  (22) ;  tailings  to  (23). 

15.  From  (7).  One  No.  1  trunking  machine.  Heads  to  shipping  car  for 
smelter;  tailing  by  No.  6  centrifugal  pump  to  (17). 

16.  From  (8).     Two  No.  2  trunking  machines.     Products  like  (15). 

17.  From  (9),  (10),  (15)  and  (16).  Two  No.  4  Parsons  distributors.  To 
(^8). 
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18.  Twelve  No.  3  jigs.    S-sieve  Harz  jigs.    Hutches  to  (22)  ;  tailings  to  (23). 

19.  From  (11).  Forty-eight  No.  1  Parsons-Rittinger  bumping  tables.  Heads 
to  (22);  middlings  to  (20);  tailings  to  (23). 

20.  Prom  (12),  (19),  (21)  and  (22).  Four  No.  1  whole  current  box  classi- 
fiers with  one  spigot  each.  Spigot  by  three  No.  7  centrifugal  pumps  and  four 
No.  5  Parsons  aistributors  to  (21) ;  overflow  to  (24). 

21.  Sixty-four  No.  2  Parsons-Rittinger  bumping  tables.  Heads  to  (22) ; 
middlings  to  (20);  tailings  to  (23). 

22.  From  (14),  (18),  (19),  (21).  No.  1  settling  tank  for  concentrates. 
Settlings  shoveled  to  shipping  car  for  smelter;  spigot  to  (20) ;  overflow  to  (24). 

23.  From  (6),  (14),  (18),  (19),  (21).  No.  2  settling  tank  for  tailings. 
Spigots  by  car  to  be  used  on  railroad  for  ballast  and  filling;  overfiow  to  (24). 

24.  From  (12),  (20),  (22),  (23).  Clarifying  reservoir.  Settlings  flushed 
out  periodically;  water  pumped  back  to  mill  supply  tank. 

The  labor  required  is  61  men  per  24  hours :  30  feeders  working  8-hour  shifts ; 
16  others  working  12-hour  shifts ;  9  firemen  working  8-hour  shifts  and  6  engi- 
neers working  8-hour  shifts.  Wages  vary  from  $0.75  per  shift  for  boys  to 
$1.25  for  laborers  and  $2.50  for  mechanics.  Board  costs  $0.45  per  day;  coal 
costs  $2  per  ton;  wood  costs  $2.10  per  cord. 

The  power  is  derived  from  3  water  tube  boilers  with  steam  drum  36  inches  in 
diameter,  20  feet  long  and  with  172  tubes  3J  inches  in  diameter,  running  under  a 
pressure  of  120  pounds  per  square  inch,  and  burning  32  tons  of  coal  in  24  hours; 
and  two  Harris  Corliss  engines,  one  with  cylinder  23  X  48  inches,  and  making 
60  revolutions  per  minute,  and  the  other  with  cylinder  20  X  40  inches,  and 
making  62  revolutions  per  minute.  The  engines  cut  off  at  f  stroke  and  develop 
450  horse  power. 

The  wat«r  in  this  mill  is  used  over  and  over,  being  pumped  from  the  clarifying 
reservoir  by  three  Wilbraiham  rotary  pumps,  size  No.  1,  making  115  revolutions 
per  minute,  and  delivering  2,250,000  gallons  per  24  hours  through  a  12J-inch 
delivery  pipe  made  of  ^i-inch  wrought  iron  plate,  to  an  artificial  pond  above  the 
mill.  This  pond  has  a  drainage  area  of  about  a  square  mile  which  is  sufficient 
for  supplying  the  small  amount  of  water  wasted  in  the  mill,  and  the  water  neces- 
sary for  flushing  out  the  clarifying  reservoir. 

The  ore  coming  to  the  mill  assays  about  7%  lead  and  1%  pyrite;  the  concen- 
trates assav  72%  lead ;  the  tailings  assay  1.4  to  1.5%  lead,  but  most  of  the  value 
is  in  the  slimes  which  when  flushed  from  the  reservoir  assay  6%  lead,  but  cannot 
be  profitably  treated;  the  hutches  of  No.  1  jigs  assay  20  to  25%  lead;  the  1st 
hutches  of  No.  2  jigs  assay  75%  lead,  and  the  3d  hutches  assay  60% ;  the  heads 
of  the  trunking  table  assay  72  to  75%  lead.  One  hundred  tons  of  ore  yield  about 
8^  tons  of  concentrates  and  91|  tons  of  tailings ;  of  this  100  tons  22  tons  reach 
the  trunking  machines,  the  heads  of  which  amount  to  about  6  tons. 

(/)    OOHPLEX  JIGGING   MILLS   CONCENTRATING   THE  VABIOUS   SILVER  AND  LEAD 
MINERALS   IN   COLORADO  AND  UTAH. 

§  682.  This  group  includes  Mills  26,  27,  28  and  29.  These  all  crush  by  break- 
ers and  rolls  and  concentrate  by  screens,  classifiers,  jigs,  and  slime  tables  or  van- 
ners,  or  both.  They  are  saving  galena  with  silver  bearing  minerals.  Among 
the  included  grains  in  the  middlings  is  every  conceivable  mixture,  both  as  to 
quality  and  proportions  of  the  component  minerals.  Mill  26  recrushes  mid- 
dlings by  an  auxiliary  Bryan  mill,  and  washes  them  by  auxiliary  vanners.  Mill 
27  recrushes  the  coarse  middlings  by  auxiliary  rolls,  and  the  fine  middlings  by 
auxiliary  gravity  stamps,  the  sand  and  pulp  both  going  back  into  the  system. 
Mill  28  re-works  its  middlings  by  auxiliary  rolls,  screens,  and  jigs.    This  mill  is 
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designed  along  the  lines  of  German  practice^  making  it  the  most  elaborate  mill  in 
the  group.     Mill  29  makes  no  middlings  except  on  the  slime  table. 

§  683.  Mill  No.  26.  Bullion  Beck  and  Champion  Mining  Company, 
Eureka,  Utah. — Capacity  200  tons  per  day.  The  mill  runs  24  hours  per  day, 
7  days  per  week.  The  ore  consists  of  the  economic  minerals  galena,  cerrusite, 
malachite,  azurite,  some  silver  as  sulphide,  chloride,  arsenite  and  arseniate,  a 
little  gold,  some  arsenite  and  arseniate  of  copper  and  a  gangue  of  quartz  with 
some  limestone.  The  problem  is  to  save  the  lead,  copper,  silver  and  gold.  The 
ore  is  hand  picked  in  the  mine  into  (a)  shipping  ore  which  is  hoisted  and  goes 
to  smelter,  (6)  concentrating  ore  which  is  hoisted  separately  to  (1),  (c)  waste 
which  is  used  for  stowing  in  the  mine  or  hoisted  separately  and  sent  to  the  dump. 

1.  No.  1  bin  holding  200  tons.  By  gate  to  hoisting  skip  holding  2  tons  which 
lifts  ore  200  feet  vertically  or  660  feet  on  the  slope,  and  dumps  it  over  a  chute 
10  X  6  feet  in  size  to  (2). 

2.  One  No.  1  breaker,  a  Comet  D,  crushing  to  2^  inches.    To  (3). 

3.  One  No.  1  trommel  with  31.8-mm.  round  holes.  Oversize  to  (4) ;  under- 
size  to  (5). 

4.  Two  No.  2  breakers.  Dodge  breakers,  11  X  15  inches,  crushing  to  f  inch. 
To  (5). 

5.  From  (3)  and  (4).  One  No.  2  bin  holding  300  tons.  By  gates  and  chutes 
and  two  No.  1  TuUoch  feeders  to  (6). 

6.  One  pair  each  of  No.  1  and  No.  2  rolls,  36  X  16  inches,  set  i  to  -^  inch  apart. 
To  (7). 

7.  Prom  (6)  and  (9).    One  No.  1  bucket  elevator.    To  (8). 

8.  Two  No.  2  trommels  with  5.7-mm.  square  holes.  Oversize  to  (9) ;  undersize 
to  (10). 

9.  One  pair  of  No.  3  rolls,  36  X  16  inches,  set  close  together.    To  (7). 

10.  Prom  (8).  Two  No.  3  trommels  with  3.6-mm.  square  holes.  Oversize 
to  (16) ;  undersize  to  (11). 

11.  Two  No.  4  trommels  with  2.1-mm.  square  holes.  Oversize  to  (16) ;  under- 
size to  (12). 

12.  Two  No.  5  trommels  with  1.5-mm.  square  holes.  Oversize  to  (17) ; 
undersize  to  (13). 

13.  Two  No.  6  trommels  with  0.9-iimL  square  holes.  Oversize  to  (18)  ;  under- 
size to  (14). 

14.  One  No.  1  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (19) ;  2d  to 
(20) ;  overflow  to  (25). 

15.  Prom  (10).  Pour  No.  1  jigs.  3-sieve  Harz  jigs.  1st  hutch  to  (31)  ; 
2d  and  3d  by  barrow  to  (21) ;  tailings  to  (27). 

16.  Prom  (11).    Two  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (15). 

17.  Prom  (12).  Two  No.  3  jigs.  3-sieve  Harz  jigs.  Ist  and  2d  hutches 
to  (31) ;  3d  by  barrow  to  (21) ;  tailings  to  (27). 

18.  Prom  (13).  One  No.  4  jig.  3-8ieve  Harz  jig.  1st  and  2d  hutches  to 
(31)  ;  3d  by  barrow  to  (21) ;  tailings  to  (26). 

19.  Prom  (14).     One  No.  5  jig.     3-sieve  Harz  jig.     Products  like  (18). 

20.  Prom  (14).  One  No.  6  jig.  2-sieve  Harz  jig.  1st  hutch  to  (31)  ;  2d 
by  barrow  to  (21)  ;  tailiners  to  (26). 

21.  Prom  (15),  (16),  (17),  (18),  (19),  (20).  One  No.  2  bucket  elevator. 
To  (22)  either  direct  or  by  a  bucket  conveyor. 

22.  Three  No.  3  or  middlings  bins  each  12  feet  long,  14  feet  deep  and  16,  5 
and  16  feet  wide,  respectively.  By  gates  and  chutes  and  three  No.  2  Tulloch 
feeders  to  (23). 

23.  Three  5-foot  Bryan  mills  using  a  screen  with  0.54-mm.  square  holes. 
To  (24). 
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24.  Ten  Frue  vanners.     Heads  to  (31) ;  tailings  to  (29). 
26.  From  (14).     Five  6-foot  Johnston  vanners.     Heads  to  (31);  tailings  to 
(29). 

26.  From  (18),  (19),  (20).  One  No.  1  unwatering  box.  Spigot  to  left  side 
of  reservoir;  overflow  to  (27). 

27.  From  (15),  (16),  (17)  and  (26).  Two  No.  1  settling  tanks  used  alter- 
nately. Settlings  removed  periodically  by  gate  in  bottom  to  car  and  hauled  to 
dump;  overflow  to  (28). 

28.  From  (27)  and  (30).  One  No.  2  settling  tank.  Settlings  flushed  out 
periodically  through  gate  in  bottom  to  dump;  overflow  by  2  Kjaowles  duplex 
pumps  to  Nos.  3  and  4  water  tanks. 

29.  From  (24)  and  (25).  One  No.  2  unwatering  box.  Spigot  to  right  side 
of  reservoir;  overflow  to  (30). 

30.  One  No.  3  settling  tank.  Settlings  flushed  out  every  24  hours  to  dump; 
overflow  bv  centrifugal  pump  with  3-inch  discharge  pipe  to   (28). 

31.  From  (15),  (16),  (17),  (18),  (19),  (20),  (24),  (25).  Drainage  floor 
for  concentrates.  (By  barrow  to  railroad  cars  and  thence  to  smelter ;  drainings  to 
reservoir. 

The  labor  required  per  24  hours  is  28  men  divided  into  two  shifts :  2  men  on 
hoisting  skip,  2  firemen,  2  engineers,  2  foremen,  2  jig  men,  4  helpers,  3  vanner 
men,  3  laborers,  4  repair  men,  2  roll  men,  2  tank  men.  Wages  vary  from  $2  per 
day  for  laborers  to  $3  or  $4  for  mechanics.  Board  costs  $20  to  $25  per  month ; 
slack  coal  costs  $3  per  ton ;  wood  costs  $5  to  $6  per  cord. 

The  power  is  ifumished  by  2  boilers  66  inches  in  diameter,  16  feet  long,  each 
with  56  tubes  4  inches  in  diameter,  running  under  a  pressure  of  115  pounds  per 
square  inch,  and  burning  6  tons  of  slack  coal  per  24  hours;  and  a  simple  slide 
valve  engine  with  cylinder  16  X  36  inches,  making  90  revolutions  per  minute, 
and  yielding  164  indicated  horse  power.  A  50-horse  power  hoisting  engine  is 
used  for  the  hoisting  skip. 

The  mill  receives  30  gallons  of  fresh  water  per  minute,  and  80  to  100 
gallons  per  minute  are  re-pumped.  The  fresh  water  costs  $10  per  24  hours,  and 
is  the  same  as  that  of  the  town  of  Eureka.  It  comes  by  gravity  from  a  reservoir 
200  feet  long,  60  feet  wide,  12  feet  deep,  and  located  1^  miles  distant,  and  is 
delivered  to  No.  1  or  pressure  tank  10  X  12  X  6  feet  deep,  which  supplies  the 
tronmiels  and  hydraulic  classifiers,  and  then  overflows  to  No.  2  water  tank 
14  X  16  X  14  feet  deep.  The  re-pumped  water  comes  mainly  from  (28)  and 
goes  to  No.  3  and  No.  4  water  tanks,  each  10  X  16  X  14  feet  deep.  These  tanks 
have  sediment  deposit  in  them  which  has  to  be  cleaned  out  at  times.  When  this 
happens  one  is  cleaned  out  at  a  time,  the  other  doing  the  whole  work.  All  the 
drainage  from  the  mill  is  gathered  in  a  reservoir  at  the  foot  of  the  hill  about  600 
feet  away,  settled  there,  and  the  clear  water  drawn  off  into  a  tank  36  X  20  X  7 
feet  deep,  and  thence  pumped  back  to  No.  1  water  tank  by  a  Miller  duplex  pump 
with  a  capacity  of  100  to  125  gallons  per  minute.  The  reservoir  has  a  settling 
surface  of  40,000  square  feet,  and  the  banks  are  kept  above  the  slime  deposits  by 
the  spigot  products  of  (26)  and  (29),  These  are  led  around  the  reservoir  in 
V-shaped  launders  in  which  are  small  triangular  openings  with  area  of  1  square 
inch  and  placed  4  inches  apart.  By  taking  out  plugs  from  these  holes,  the  reser- 
voir man  can  direct  the  sand  to  any  desired  point  along  the  bank  of  the  reservoir. 

An  approximate  analysis  of  the  concentrating  ore  is  as  follows:  silica  (SiOj) 
70%,  iron  oxide  (FCjOs)  3%,  lead  7%,  copper  0  to  0.5%,  sulphur  0.3%,  zinc 
1  to  2%,  arsenic  0.5%,  gold  about  0.02  ounce  per  ton,  silver  9  ounces  per  ton, 
of  which  30%  is  chloride  and  70%  is  sulphide.  The  concentrates  contain  about 
35%  lead,  0.5  to  3.0%  copper,  30  ounces  of  silver  per  ton,  and  0.05  ounce  gold 
per  ton.    The  tailings  contain  0.3  to  1.5%  lead,  a  trace  of  copper,  4.5  to  8.0 
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ounces  silver  per  ton,  and  0.01  to  0.02  ounce  gold  per  ton.  The  vanner  tailings 
Are  richer  than  the  jig  tailings.  Of  the  ore  mined  an  average  of  60%  is  picked 
out  in  the  mine  as  shipping  ore,  15%  is  picked  out  as  waste,  and  25%  is  con- 
centrating ore  for  the  mill.  In  the  mill  100  tons  of  ore  yield  10  to  15  tons  of 
concentrates,  and  85  to  90  tons  of  tailings.  The  mill  saves  75  to  85%  of  the  lead, 
and  about  40%  of  the  silver. 

§  684.  Mill  No.  27.  Revenue  Tunnel  Mines  Company,  Mount  Sneffles, 
Ouray,  Colorado. — See  Fig.  514,  which  shows  the  mill  at  an  eariier  period,  and 
therefore  diifers  from  the  outline  in  one  or  two  points.  Capacity  120  tons  per 
24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore  consists 
of  the  economic  minerals  argentiferous  galena,  tetrahedrite,  pyrite,  blende,  a  little 
chalcopyrite  and  a  gangue  of  quartz  and  porphyry.  The  minerals  are  mostly  in 
coarse  crystallization.  The  problem  is  to  save  tfie  lead,  copper  and  silver,  and  its 
accompanying  gold  without  the  zinc.  The  ore  comes  to  tiie  mill  in  pivoted  end 
dump  cars  holding  4,000  pounds,  and  is  dumped  to  (1). 


FIG.  514. — BECnON  OF. 

1.  Two  No.  1  or  receiving  bins.  Some  tetrahedrite  is  picked  off  the  surface 
and  sent  to  (3).     Ore  is  drawn  from  only  one  bin  at  a  time.     By  gate  to  (2). 

2.  Two  No.  1  rectangular  picking  tables.  One  used  at  a  time.  Tetrahedrite 
to  (3) ;  residue  to  (4). 

3.  From  (1)  and  (2).     Two  No.  2  bins  for  picked  ore.    To  shipping  wagons. 

4.  Prom  (2).  Two  No.  1  Blake  breakers,  9  X  15  inches,  crushing  to  1^  inches. 
Only  one  run  at  a  time.     By  two  No.  3  bins  and  two  No.  1  TuUoch  feeders  to  (5). 

5.  Two  No.  1  trommels.  Only  one  runs  at  a  time.  Each  sectional  with  15.9, 
25.4  and  38.1-mm.  round  holes.  Over  38.1  mm.  to  (6) ;  through  38.1  on  25.4 
i^m.  to  (19)  ;  through  25.4  mm.  on  15.9  mm.  to  (20) ;  through  15.9  mm.  to  (9). 
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6.  From  (5),  (8),  (19)  and  (20).    One  No.  1  bucket  elevator.    To  (7). 

7.  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  \  inch  apart     To  (8). 

8.  One  No.  2  trommel  with  15.9-mm.  round  holeg.     Oversize  to  (6) ;  undersize 
to  (9). 

9.  From  (5)  and  (8).     One  No.  2  bucket  elevator.     To  (10). 

10.  One  No.  3  trommel  with  12.7-mm.  round  holes.     Oversize  to  (21)  ;  under- 
size to  (11). 

11.  One  No.  4  trommel  with  10.3-mm.  round  holes.     Oversize  to  (22)  ;  under- 
fiize  to  (12). 


HILL  27. 


12.  One  No.  5  trommel  with  8.3-mm.  round  holes.     Oversize  to  (23) ;  under- 
size to  (13). 

13.  From   (12)   and   (26).     One  No.  6  trommel  with  4.4-mm.  round  holes. 
Oversize  to  (27) ;  undersize  to  (14). 

14.  One  No.  7  trommel  witti  2.8-mm.  round  holes.     Oversize  to  (28) ;  under- 
size to  (15). 

16.  One  No.  8  trommel  with  2-mm.  round  holes.     Oversize  to  (31)  ;  undersize 
to  (16). 

16.  From  (15)  and  (30).     Two  No.  1  hydraulic  classifiers.     Meinecke  classi- 
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fiers  with  4  spigots  each.     Ist  spigot  to  (32)  ;  2d  to  (34) ;  3d  to  (36) ;  4th  not 
used;  overflow  to  (17). 

17.  Two  No.  1  whole  current  box  classifiers  with  4  spigots  each.  Spigots  to 
(42);  overflow  to  (18). 

18.  Two  No.  2  whole  current  box  classifiers.  Spigots  to  (40) ;  overflow  to 
(44). 

19.  Prom  (6).  One  No.  1  jig.  2-sieve  crank  arm  accelerated  jig.  Dis- 
charges and  hutches  by  cars  to  shipping  wa^ns;  tailings  to  (6). 

20.  From  (5).  Two  No.  2  jigs.  A  2-sieve  Harz  jig  and  a  2-sieve  crank  arm 
accelerated  jig.    Products  like  (19). 

21.  From  (10).  One  No.  3  jig.  A  4-sieve  crank  arm  accelerated  jig.  Dis- 
charges and  hutches  to  (45) ;  tailings  to  (24). 

22.  From  (11).  One  No.  4  jig.  A  4-sieve  crank  arm  accelerated  jig. 
Products  like   (21). 

23.  From  (12).  Two  No.  6  jigs.  A  4-sieve  Harz  jig  and  a  4-sieve  crank 
arm  accelerated  jig.    Products  like  (21). 

24.  From  (21),  (22),  (23).     One  No.  3  bucket  elevator.    To  (25). 

26.  From  (24)  and  (26).  One  pair  of  No.  2  rolls,  36  X  14  inches,  set  i  inch 
apart.    By  No.  4  bucket  elevator  to  (26). 

26.  One  No,  9  trommel  wiih  8.3-mm.  round  holes.  Oversize  to  (25) ;  under- 
size  to  (13). 

27.  From  (13).  Two  No.  6  jigs.  4-sieve  Harz  jigs.  Discharges  and 
hutches  to  (45) ;  tailings  to  (29)  or  (38). 

28.  From  (14).  One  No.  7  jig.  4-sieve  crank  arm  accelerated  jig.  Dis- 
charges and  hutches  to  (45) ;  tailings  to  (29). 

29.  From  (27)  and  (28).  Four  un watering  sieves  with  1-mm.  square  holes. 
Oversize  by  four  No.  2  Hendy  feeders  to  (30) ;  undersize  to  (44). 

30.  Twenty  gravity  stamps  arranged  in  four  batteries,  using  a  screen  with 
1-mm.  holes.     5y  No.  5  bucket  elevator  to  (16). 

31.  From  (15).  One  No.  8  jig.  5-sieve  Harz  jig.  Discharges  and*  hutches 
to  (46)  ;  tailings  to  (38). 

32.  From  (16).  One  No.  1  unwatering  box.    Spigot  to  (33) ;  overflow  to  (44). 

33.  One  No.  9  jig.     S-sieve  Harz  jig.     Hutches  to  (45) ;  tailings  to  (38). 

34.  From  (16).    One  No.  2  unwatering  box.    Spigot  to  (35)  ;  overflow  to  (44). 

35.  One  No.  10  jig.     5-sieve  Harz  jig.     Products  like  (33). 

36.  From  (16).    One  No.  3  unwatering  box.    Spigot  to  (37) ;  overflow  to  (44). 

37.  One  No.  11  jig.     S-sieve  Harz  jig.     Hutches  to  (45) ;  tailings  to  (42). 

38.  From  (27),  (31),  (33),  (35).  One  No.  4  imwatering  box.  Spigot  by 
No.  3  Hendy  feeder  to  (39) ;  overflow  to  (44). 

39.  One  5-foot  Huntington  mill  using  a  screen  with  1-mm.  square  holes.  To 
(42). 

40.  From  (18).  A  3-deck  slime  table.  Upper  deck  is  concave  revolving,  middle 
is  convex  revolving  and  lower  is  convex  stationary.  The  feed  is  divided  into  two 
parts  going  to  the  upper  and  lower  decks.  Heads  of  upper  deck  to  (41) ;  tailings 
to  middle  deck.  Heads  of  middle  deck  to  (41) ;  middlings  to  lower  deck ;  tailings 
to  (44).    Heads  of  lower  deck  to  (41) ;  middling  to  (42)  ;  tailings  to  (44). 

41.  Three  No.  1  settling  tanks  in  series.  Settlings  Aoveled  out  to  (47) ;  over- 
flow to  (44). 

42.  From  (17),  (37),  (39),  (40).  Nine  7-belt  Woodbury  vanners.  Two 
treat  stuff  from  (17)  and  (37),  four  treat  stuff  from  (39)  and  three  treat  stuff 
from  (40).  Heads  to  (47) ;  overflow  of  heads  catch  boxes  to  (43) ;  tailings 
to  (44). 

43.  No.  2  settling  tank.     Settlings  shoveled  to  (47) ;  overflow  to  (44). 
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44.  Prom  (18),  (29),  (32),  (34),  (36),  (38),  (40),  (41),  (42),  (43)  and 
(46).     Waste  launder  to  mountain  side. 

45.  From  (21),  (22),  (23),  (27),  (28),  (31),  (33),  (35),  (37).  Bins  for 
concentrates.  Discharged  to  cars  and  wheeled  to  shipping  wagon.  Overflow  to 
(46). 

46.  No.  3  settling  tank.    Settlings  by  car  to  (47) ;  overflow  to  (44). 

47.  Prom  (41),  (42),  (43),  (46).  The  concentrates  go  by  cars  and  platfonn 
elevator  to  a  Cummer  diyer  and  thence  to  store  bins  holding  60  tons. 

The  mill  is  in  duplicate,  that  is,  two  mills  side  by  side,  each  complete  in  itself 
and  the  above  description  is  for  one  half.  The  mills  can  be  run  together  or 
separately. 

'Hie  labor  required  is  23  men  per  24  hours,  divided  into  two  shifts  of  12  hours 
each:  1  foreman,  2  assistant  foremen,  4  breaker  men,  2  jig  men,  2  slime  table 
and  vanner  men,  6  pickers,  1  stamp  man,  1  motor  man,  2  men  on  dryer,  2  men 
sacking  concentrates.  Wages  vary  from  $2.50  per  shift  for  laborers  to  $3.50  or 
$4  for  mechanics.     Board  costs  $1  per  day  and  coal  $10  per  ton. 

The  power  is  derived  from  two  Pelton  wheels  5  and  6  feet  in  diameter,  making 
330  and  270  revolutions  per  minute  and  using  deflecting  nozzles  1\  and  If 
inches  in  diameter.  The  supply  pipes  are  30  to  16  inches  diameter,  about  4,000 
feet  long  and  have  heads  of  525  feet  and  650  feet,  respectively.  The  wheels  are 
rated  at  600  and  600  horse  power  and  run  a  direct  current  bi-polar  60-kilowatt 
dynamo  with  850  volts.  The  transmission  line  to  the  mill  is  IJ  miles  long  of 
No.  000  copper  wire  and  drives  3  shunt  motors.  The  upper  motor  uses  30  am- 
peres with  820  volts  and  drives  the  breaker,  No.  1  rolls,  Nos.  1  to  8  trommels, 
Nos.  1  to  4  elevators,  Nos.  1  to  3  jigs  and  pump.  The  middle  motor  uses  35 
amperes  with  820  volts  and  runs  No.  2  rolls,  stamps.  No.  9  trommel  and  No.  5 
elevator.  The  lower  motor  uses  35  amperes  with  820  volts  and  runs  the  Hunting- 
ton mill,  the  platform  elevator,  Nos.  4  to  11  jigs,  the  slime  table  and  vanners. 
The  total  horse  power  required  is  110. 

The  water  for  the  mill  is  a  part  of  the  water  coming  from  the  mine  tunnel 
by  a  flume  4  feet  wide,  1  foot  deep  and  sloping  5  inches  in  100  feet.  The  water 
for  Nos.  1  to  8  trommels  has  to  be  raised  to  a  tank  at  the  top  of  the  mill  by  a 
geared  3-plunger  pump.  The  water  after  leaving  the  mill,  together  with  the 
balance  from  the  tunnel,  goes  to  run  the  power  plant  IJ  miles  away. 

The  crude  ore  contains  20  to  30  ounces  silver  per  ton  and  0.2  ounce  gold ;  the 
concentrates  contain  100  to  300  ounces  silver  and  0.4  to  1.0  ounce  gold;  the 
tailings  contain  4  ounces  silver  and  a  trace  of  gold  per  ton. 

One  hundred  tons  of  mine  ore  yield  25  tons  of  concentrates,  of  which  2^  tons 
come  from  the  picking  table,  1  ton  from  jigs  Nos.  1  to  3,  3  tons  from  jigs  Nos. 
4  to  9,  and  18^  tons  from  jigs  Nos.  10  and  11  and  the  fine  concentrators.  The 
mill  saves  about  90%  of  the  silver  and  gold  in  the  ore. 

The  preceding  outline  is  the  one  referred  to  throughout  the  book.  The  mill 
as  thus  arranged  had  certain  defects,  however,  chiefly  in  the  closeness  of  the 
sizing,  which  caused  unnecessary  screens  and  unnecessary  sliming  and  wear.  It 
has  been  recently  entirely  rearranged  according  to  the  following  scheme: 

Revenue  Tunnel  Mill  as  now  arranged. 

Capacity  175  to  275  tons  per  24  hours.  Ore  is  brought  in  cars  holding  3,000 
pounds  to  (1). 

1.  Two  stationary  picking  tables.    Smelting  ore  to  (2)  ;  residue  to  (3). 

2.  No.  1  bins  for  picked  ore.    By  car  to  (32). 

3.  Prom  (1).    Two  No.  2  bins.    To  (4). 

4.  No.  1  grizzly.    Oversize  to  (5) ;  undersize  to  (6). 
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6.  Two  No.  1  Blake  breakers,  9  X  16  inches,  crushing  to  1  inch.    To  (6). 

6.  Prom  (4),  (5),  (8).    One  No.  1  bucket  elevator,  lifting  30  feet.    To  (7). 

7.  One  No.  1  trommel  with  19.1-mm.  round  holes.  Oversize  to  (8)  ;  under- 
size  to  (9). 

8.  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  -J  inch  apart.    To  (6). 

9.  From  (7)  and  (16).    One  No.  2  bucket  elevator.    To  (10). 

10.  One  No.  2  trommel  with  12.7-mm.  round  holes.  Oversize  to  (15)  ;  under- 
size  to  (11). 

11.  One  No.  3  trommel  with  6.4-mnL  round  holes.  Oversize  to  (17)  ;  under- 
size  to  (12). 

12.  One  No.  4  trommel  with  1.8-mm.  square  holes.  Oversize  to  (18)  ;  under- 
size  to  (13). 

13.  No.  1  hydraulic  classifier.    Spigots  to  (19) ;  overflow  to  (14). 

14.  No.  1  box  classifier.  A  V-shaped  tank  20  feet  long  and  7  feet  deep. 
Spigots  to  (28);  overflow  to  (31). 

16.  Prom  (10).  Two  No.  1  jigs.  1-sieve  Harz  jigs  with  4.8-mm.  round  hole 
sieves.    Discharges  by  car  to  (32) ;  tailings  to  (16). 

.    16.  One  pair  of  No.  2  rolls,  36  X  14  inches.    To  (9). 

17.  Prom  (11).  Pour  No.  2  jigs.  2-sieve  Harz  jigs  with  3.2-mm.  round  hole 
sieves.    Discharges  by  car  to  (32) ;  tailings  to  (20). 

18.  Prom  (12).  Pour  No.  3  jigs.  2-8ieve  Harz  jigs  with  3.2-mnL  round 
hole  sieves.    Discharges  and  hutches  by  car  to  (33) ;  tailings  to  (20)  or  (24). 

19.  Prom  (13).  Pour  No.  4  jigs.  2-sieve  Harz  jigs  with  3.2-mm.  round 
hole  sieves.    Hutches  to  (33) ;  tailings  to  (24). 

20.  Prom  (17),  (18).  Thirty  gravity  stamps  arranged  in  six  batteries,  using 
a  screen  with  1.4-mm.  square  holes.    By  No.  3  bucket  elevator  to  (21). 

21.  No.  2  hydraulic  classifier.    Spigots  to  (23)  ;  overflow  to  (22). 

22.  No.  2  box  classifier.    Spigots  to  (29) ;  overflow  to  (34). 

23.  Prom  (21).  Pour  No.  5  jigs.  2-sieve  Harz  jigs  with  3.2-mm,  round 
hole  sieves.    Hutches  by  car  to  ^33) ;  tailings  to  (24). 

24.  Prom  (18),  (19)  and  (23).  Two  6-foot  Huntington  mills  using  a  home- 
made screen  with  l-mm.  slots  costing  $0.26  and  lasting  8  to  12  days.  By  No.  4 
bucket  elevator  to  (26). 

26.  No.  3  hydraulic  classifier.     Spigots  to  (27) ;  overflow  to  (26). 

26.  No.  3  box  classifier.    Spigots  to  (30)  ;  overflow  to  (34). 

27.  Prom  (26).  Six  No.  6  jigs.  2-8ieve  Harz  jigs  with  2-mm.  round  hole 
bronze  sieves.    Hutches  by  car  to  (33) ;  tailings  to  (34). 

28.  Prom  (14).  Pive  No.  1  Wilfley  tables.  Heads  by  car  to  (33)  ;  tailings 
to  (34). 

29.  Prom  (22).     Pour  No.  2  Wilfley  tables.     Products  like  (28). 

30.  Prom  (26).     Three  No.  3  Wilfley  tables.     Products  like  (28). 

31.  Prom  (14).  Stationary  canvas  tables,  60  feet  long,  4  feet  wide  and  8loi>- 
ing  f  inch  per  foot.    Heads  by  car  to  (33) ;  tailings  to  (34). 

32.  Prom  (2),  (16)  and  (17).    Bins  for  concentrates.    To  shipping  wagon. 

33.  Prom  (18),  (19),  (23),  (27),  (28),  (29),  (30)  and  (31).  Cummer 
drier.    The  dried  concentrates  are  sacked  and  shipped  to  smelter. 

34.  Prom  (22),  (26),  (27),  (28),  (29),  (30),  (31).    Waste  launder  to  creek. 
The  mill  is  in  duplicate  and  the  above  description  is  for  one-half  only.    The 

two  halves  can  be  run  together  or  separately. 

Tihe  labor  required  is  59  to  65  men,  divided  into  2  shifts :  1  foreman,  1  assayer, 
1  machinist,  1  blacksmith,  1  carpenter,  1  ore  shipper,  4  trammers,  1  fireman, 
1  cook  and  2  helpers  work  the  day  shift  only;  2  feeders,  6  jig  men,  2  stamp 
men,  2  Huntington  mill  men,  2  oilers,  4  table  men,  2  general  helpers,  24  to  30 
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pickers  are  divided  so  that  half  of  them  work  each  shift;  1  night  watchman 
works  only  the  night  shift. 

There  are  5  electric  motors  using  80,  50,  25,  15  and  4  amperes,  respectively, 
with  800  volts.    This  is  equal  to  186  horse  power. 

In  comparing  this  new  scheme  with  the  old  it  will  be  seen  that  the  new  is 
simpler,  using  less  steps  and  it  has  a  greater  capacity.  The  introduction  of 
Wilfley  tables  and  canvas  tables  in  place  of  slime  tables  and  vanners  is  a  special 
feature. 

§685.  Mill  No.  28.  Smugglsr  Mining  Company,  Aspen,  Colorado. — 
Capacity  100  tons  in  10  hours.  The  mill  runs  10  hours  per  day,  7  days  per  week. 
The  ore  consists  of  the  economic  minerals  native  silver,  argentiferous  galena, 
pyrite,  argentiferous  barite,  a  little  blende  and  smithsonite,  and  a  gangue  of  blue 
limestone  and  quartz.  The  minerals  are  in  fine  crystallization.  The  country 
rock  is  shale  in  the  hanging  wall  and  brown  limestone  in  the  foot  wall.  The 
problem  is  to  save  the  silver  and  lead  without  the  zinc.  The  ore  comes  \  mile 
from  the  mine  in  open  railroad  cars  and  is  shoveled  to  (1). 

1.  Little  tram  cars  running  125  feet  to  mill  feed  hopper  from  which  the  ore 
goes  to  (2). 

2.  Shaking  grizzly  with  l^-inch  spaces.     Oversize  to  (3) ;  undersize  to  ^4). 

3.  One  No.  1  Dodge  breaker,  9  X  15  inches,  crushing  to  IJ  inches.    To  (4). 
There  is  a  duplicate  set  consisting  of  feed  hopper,  grizzly,  a  7  X  12-inch  Blake 

breaker  and  a  belt  elevator  to  be  used  in  case  of  accident  to  the  Dodge  breaker. 

4.  From  (2)  and  (3).  No.  1  bin  holding  100  tons.  By  gate  and  chute, 
tram  car  and  double  platform  elevator  to  (5). 

5.  No.  1  feeder,  similar  to  TuUoch  feeder.     To  (6). 

6.  One  No.  1  trommel  with  16,  25  and  40-mm.  round  holes.  Over  40  mm. 
to  (7) ;  through  40  on  25  to  (19) ;  through  25  on  16  to  (20) ;  through  16  mm. 
to  (10). 

7.  From  (6),  (9),  (19),  (20).  One  pair  of  No.  1  rolls,  26X14  inche?, 
get  ^  inch  apart.  To  No.  2  bin  holding  7  tons  and  thence  by  gate  and  chute, 
car  and  platform  elevator  mentioned  in  (4)  to  (8). 

8.  No.  2  feeder,  similar  to  Tulloch  feeder.    To  (9). 

9.  One  No.  2  trommel  with  16-mm.  round  holes.  Oversize  to  (7) ;  undersize 
to  (10). 

10.  From  (6)  and  (9).  One  No.  3  trommel  with  12-mm.  round  holes. 
Oversize  to  (21) ;  undersize  to  (11). 

11.  One  No.  4  trommel  with  8-mm.  round  holes.  Oversize  to  (22);  under- 
size to  (12). 

12.  One  No.  5  trommel  with  5-mm.  round  holes.  Oversize  to  (23) ;  under; 
size  to  (13). 

13.  One  No.  6  trommel  with  3.5-mm.  round  holes.  Oversize  to  (24)  ;  under- 
size to  (14). 

14.  One  No.  7  trommel  with  2-mm.  round  holes.  Oversize  to  (25)  ;  under- 
size to  (15). 

15.  From  (14),  (29)  and  (32).  One  No.  1  hydraulic  classifier.  A  Meinecke 
classifier  with  4  spigots.  1st  spigot  to  (33) ;  2d  to  (35) ;  3d  to  (37) ;  4th  to 
(39);  overflow  to  (16). 

16.  Two  No.  2  hydraulic  classifiers,*  Meinecke  spitzlutten  with  2  spigote  each. 
Spigots  by  No.  1  Prenier  sand  pump  to  (17) ;  overflow  to  (18). 

17.  One  No.  1  surface  current  box  classifler  with  2  spigots.  Ist  spigot  to 
upper  deck  of  (42) ;  2d  spigot  to  lower  deck  of  (42) ;  overflow  to  (18). 

18.  From  (16)  and  (17).  No.  1  whole  current  box  classifier  with  5  spigote. 
Spigots  by  No.  2  Frenier  sand  pump  to  lower  deck  of  (43) ;  overflow  to  (60). 

*  These  are  dow  thrown  out,  the  stuff  going  straight  to  (17).  ' 
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19.  From  (6).  One  No.  1  jig.  2-sieve  crank  arm  accelerated  jig  fed  at  the 
middle  partition,  making  practically  two  l-6ieve  jigs.  Discharges  and  hutches 
to  (44) ;  tailings  to  (7). 

20.  From  (6).  Two  No.  2  jigs.  1-sieve  crank  arm  accelerated  jigs.  Products 
like  (19). 

21.  From  (10).  One  No.  3  jig.  4-sieve  crank  arm  accelerated  jig.  1st  and 
2d  discharges  to  (44) ;  3d  and  4th  to  (26) ;  1st  and  2d  hutches  to  (44) ;  3d  and 
4th  to  (26) ;  tailings  to  (50). 

22.  From  (11).  One  No.  4  jig.  4-8ieve  crank  arm  accelerated  jig.  Products 
like  (21). 

23.  From  (12).  One  No.  5  jig.  4-sieve  crank  arm  accelerated  jig.  Products 
like  (21). 

24.  From  (13).  One  No.  6  jig.  4-8ieve  crank  arm  accelerated  jig.  1st  and 
2d  discharges  to  (44) ;  3d  and  4th  by  car  and  platform  elevator  mentioned  in 
(4)  to  (31) ;  Ist  and  2d  hutches  to  (44) ;  3d  and  4th  by  car  and  platform 
elevator  mentioned  in  (4)  to  (31) ;  tailings  to  (60). 

25.  Prom  (14).  One  No.  7  jig.  4-sieve  crank  arm  accelerated  jig.  Products 
like  (24). 

26.  From  (21),  (22),  (23)  and  (28).  One  pair  of  No.  2  rolls,  30  X  16 
inches,  set  close  together.  To  No.  3  bin  holding  10  tons,  and  thence  by  gate 
and  chute,  car  and  platform  elevator  mentioned  in  (4)  to  (27). 

27.  No.  3  feeder,  similar  to  Tulloch  feeder.     To  (28). 

28.  One  No.  8  tromanel  wilih  3|-mm.  round  holes.  Oversize  to  (26) ;  under- 
size  to  (29). 

29.  Two  No.  9  trommels  with  2-mm.  round  holes.  Oversize  to  (30) ;  under- 
size  to  (15). 

30.  One  No.  8  jig.    4-8ieve  crank  arm  accelerated  jig.     Products  like  (24). 

31.  From  (24),  (25),  (30).     No.  4  Hendy  feeder.     To  (32). 

32.  One  6-foot  Huntington  mill  using  a  screen  with  2-mm.  round  holes.  To 
(15). 

33.  From  (15).  One  No.  1  un watering  box.  Spigot  to  (34);  overflow  to 
(41). 

34.  One  No.  9  jig.  5-sieve  crank  arm  accelerated  jig.  Hutches  to  (46)  ; 
tailings  to  (50). 

35.  From  (15).  One  No.  2  un  watering  box.  Spigot  to  (36);  overflow  to 
(41). 

36.  One  No.  10  jig.     5-sieve  crank  arm  accelerated  jig.     Products  like  (34). 

37.  From  (15).  One  No.  3  unwatering  box.  Spigot  to  (38);  overflow  to 
(41). 

38.  One  No.  11  jig.     5-sieve  crank  arm  accelerated  jig.     Products  like  (34). 

39.  From  (15).  One  No.  4  unwatering  box.  Spigot  to  (40);  overflow  to 
(41). 

40.  One  No.  12  jig.     5-sieve  crank  arm  accelerated  jig.     Products  like  (34). 

41.  From  (33),  (35),  (37),  (39).  Two  No.  5  unwatering  boxes.  Settlings 
to  lower  deck  of  (43) ;  overflow  returned  as  hydraulic  water  for  jigs  Nos.  9  to 
12  or  to  (50). 

42.  From  (17).  One  No.  1  table.  A  2-deck  revolving  slime  table.  Upper 
deck  is  concave  and  lower  is  convex.  Heads  of  both  decks  to  (48) ;  middlings 
by  No.  3  Frenier  sand  pump  to  upper  deck  of  (43) ;  tailings  to  (50). 

43.  From  (18),  (41)  and  (42).  One  No.  2  table.  A  2-deck  revolving  slime 
table.  Upper  deck  is  concave  and  lower  is  convex.  Heads  of  both  decks  to 
(48) ;  middlings  by  pump  to  upper  deck;  tailings  to  (50). 

44.  From  (19),  (20),  (21),  (22),  (23),  (24),  (25),  (30).  Bins  for  con- 
centra tes.     Concentrates  shoveled  out  and  go  to  (49)  ;  drainings  to  (45). 
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45.  Three  No.  1  settling  tanks.     Settlings  to  (49);  overflow  to  (60). 

46.  Prom  (34),  (36),  (38),  (40).  Bins  for  concentrates.  Concentrates 
shoveled  out  and  go  to  (49) ;  drainings  to  (47). 

47.  Two  No.  2  settling  tanks.     Settlings  to  (49) ;  overflow  to  (60). 

48.  From  (42)  and  (43).  No.  3  settling  tank.  Settlings  to  (49);  over- 
flow to  (50). 

49.  From  (44),  (46),  (46),  (47),  (48).  Cars  and  platform  elevator  to  two 
drying  floors,  each  25  X  12J  feet.  Dried  concentrates  shipped  in  railroad  cars 
to  smelter. 

50.  From  (18),  (21),  (22),  (23),  (24),  (25),  (30),  (34),  (36),  (38),  (40), 
(41),  (42),  (43),  (45),  (47),  (48).  Tailings  launder,  125  feet  long.  To 
creek. 

The  labor  required  per  10  hours  is  15  or  16  men :  1  or  2  breaker  men,  1  man 
on  rolls,  Huntington  mill  and  trommels,  4  jig  men,  1  table  man,  8  others. 
Wages  axe  $2.75  per  day.  Board  costs  $1  per  day,  coal  $6  per  ton,  and  wood 
$4  per  cord. 

The  power  is  furnished  by  a  90-kilowatt  (110  horse  power)  electric  motor. 
The  motor  is  a  500-volt  continuous  current  multipolar  machine,  shunt  wound 
(for  constant  speed)  with  a  speed  controlling  rheostat  in  the  field  circuit  for 
varying  the  speed  within  a  range  of  30%  without  loss  of  power.  The  power  is 
generated  by  water  running  Pelton  water  wheels  1  mile  distant.  The  mill  uses 
from  40  to  80  horse  power,  average  about  66.  There  is  a  steam  boiler  in  the 
mill  for  the  drying  floor. 

The  water  comes  from  Roaring  Fork  River  by  a  flume,  28  X  20  inches,  450 
feet  long,  and  entering  the  mill  under  a  head  of  2  feet.  The  mill  uses  1,600 
gallons  per  minute,  but  it  could  be  run  with  1,000  gallons. 

The  ore  from  the  mine  contains  9-|%  lead*  and  14.8  ounces  silver  per  ton. 
The  concentrates  from  jigs  No.  1  to  8  contain  39.6%  lead*  and  26  ounces  silver 
per  ton;  those  from  jigs  No.  9  to  12  contain  27.9%  lead*  and  20  ounces  silver. 
The  tailings  contain  0.2%  lead*  and  2  ounces  silver  per  ton.  The  mill  saves 
over  90%  of  the  lead  and  silver. 

§  686.  Mill  No.  29.  Ute  and  TJlay,  Lake  City,  Colorado. — Capacity  350 
tons  in  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore 
consists  of  the  economic  minerals  pyrite,  blende,  chalcopyrite,  tetrahedrite  and 
argentiferous  galena  in  coarse  crystallization  and  a  gangue  of  quartz.  The 
problem  is  to  save  the  silver  and  lead  without  the  zinc.  The  mill  is  in  two  halves. 
One-half  is  here  described.    Ilhe  ore  from  the  mine  is  wheeled  to  (1). 

1.  Receiving  bin  holding  30  tons.     Shoveled  to  (2). 

2.  One  No.  1  Blake  breaker,  8  X  10  inches,  crushing  to  17  mm.    To  (3). 

3.  One  pair  of  No.  1  rolls,  21  X  12  inches,  set  i  inch  apart.    To  (4). 

4.  From  (3)  and  (6).    One  No.  1  bucket  elevator.    To  (6). 

5.  One  No.  1  trommel  with  8-inm.  round  holes.  Oversize  to  (6) ;  undersize 
to  (7), 

6.  One  pair  of  No.  2  rolls,  21  X  16  inches,  set  J  inch  apart.    To  (4). 

7.  From  (5)  and  (9).  One  No.  2  trommel  with  6-mm.  round  holes.  Over- 
raze  to  (8) ;  undersize  to  (10). 

8.  One  pair  of  No.  3  roUs,  21  X  16  inches,  set  dose  t(^ther.    To  (9). 

9.  One  No.  2  bucket  elevator.    To  (7). 

10.  Prom  (7).  One  No.  3  trommel  with  4-miiL  round  holes.  Oversize  to 
(16) ;  undersize  to  (11). 

11.  One  No.  4  trommel  with  3-inm.  round  holes.  Oversize  to  (16) ;  under- 
size to  (12). 

■■•> 

*  ProlMtbly  assayed  by  fire. 
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12.  One  No.  5  trommel  witti  2^-mm.  round  holes.  Oversize  to  (17) ;  under- 
size  to  (13). 

13.  One  No.  1  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (18) ;  2d  to 
(19);  overflow  to  (14). 

14.  One  No.  2  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (20)  :  2d  to 
(21) ;  overflow  by  distributor  to  (22). 

15.  From  (10).  Two  No.  1  jigs.  4-sieve  Harz  jigs.  Discharges  and  hutches 
to  (23);  tailings  to  (24). 

16.  From  (11).     Two  No.  2  jigs.    4-8ieve  Harz  jigs.     Products  like  (15). 

17.  From  (12).     Two  No.  3  jigs.     4-sierve  Harz  jigs.     Products  like  (15). 

18.  From  (13).    One  No.  4  jig.    4-sieve  Harz  jig.    Products  like  (15). 

19.  From  (13).  One  No.  5  jig.  4-sieve  Harz  jig.  Hutches  to  (23) ;  tail- 
ings to  (24). 

20.  From  (14).     One  No.  6  jig.     4-sieve  Harz  jig.     Products  like  (19). 

21.  From  (14).     One  No.  7  jig.     4-8ieve  Harz  jig.     Products  like  (19). 

22.  From  (14).  Three  convex  revolving  slime  tables.  Heads  to  (23) ;  mid- 
dlings pumped  back  to  tables  by  centrifugal  pump;  tailings  to  (24). 

23.  From  (15),  (16),  (17),  (18),  (19),  (20),  (21),  (22).  A  conical  re- 
volving drier  with  a  capacity  of  30  to  40  tons  in  24  hours. 

24.  From  (15),  (16),  (17),  (18),  (19),  (20),  (21),  (22).  Waste  launder 
to  creek. 

The  labor  required  is  25  men  per  24  hours  divided  into  two  shifts :  2  engineers, 
6  firemen,  6  crushermen,  6  jig  men,  3  slime  table  men  and  2  others.  Wages 
range  from  $2.50  to  $3  per  day.     Board  costs  $26  per  month. 

The  power  is  derived  either  from  water  or  steam.  The  latter  is  used  only 
when  there  is  a  scarcity  of  the  former.     The  mail  requires  80  horse  power. 

The  water  is  supplied  by  a  flume. 

The  crude  ore  contains  about  6%  lead  and  4  ounces  silver  per  ton;  the  con- 
centrates carry  60%  lead,  19  ounces  silver  and  0.02  ounce  gold  per  ton ;  the  tail- 
ings carry  0.5%  lead  and  1  ounce  silver  per  ton.  One  hundred  tons  of  ore  yield 
about  35  tons  of  concentrates.  The  mill  saves  about  60%  of  the  silver  and  over 
90%  of  the  lead. 

{g)   COMPLEX  JIGGING  MILLS  DRESSING  ORES  OF  SILVER  AND  LEAD  IN  IDAHO  AND 

IN  EUROPE. 

§  687.  This  group  includes  Mills  30  to  37  inclusive,  the  Himmelfahrt  mill  at. 
Freiberg,  and  the  mills  at  Laurenburg  and  Clausthal.  Mills  30  to  37  crush  by 
breakers  and  rolls,  and  wash  by  screens,  classifiers,  jifi:s,  and  tables  or  vanners. 
Mills  30  and  31  send  coarse  middlings  to  auxiliary  rolls,  and  thfen  back  into  the 
system,  but  send  fine  middlings  to  auxiliary  rolls,  screens  and  jigs,  and  the  fine 
undersize  goes  back  into  the  system.  Mills  32  and  35  send  all  middlings  to 
auxiliary  rolls,  screens,  classifiers  and  jigs,  and  the  fine  overflow  of  classifiers 
back  into  the  system.  The  graded  crushing  of  the  middlings  in  Mill  32  appears 
to  be  very  systematic.  Mills  33,  34  and  36  send  all  middlings  to  auxiliary  rolls, 
and  then  back  into  the  system.  Mill  37  sends  coarse  middlings  to  auxiliary 
rolls  and  then  back  into  the  system,  but  it  sends  fine  middlings  to  auxiliary  rolls 
and  Huntington  mills,  screens,  classifiers  and  jigs,  and  the  fine  overflow  of  the 
classifiers  back  into  the  system.  The  middlings  jigs  make  secood  middlings  which 
go  back  into  the  middlings  system. 

Mills  36  and  37  bofii  illustrate  the  coupling  together  of  two  kinds  of  machines 
to  get  the  best  results.  In  the  former  mill  the  slime  table  heads  are  cleaned  on 
a  vanner,  and  in  the  latter  the  middlings  of  the  slime  tables  are  cleaned  on  Wilfley 
tables. 
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The  three  foreign  mills  are  inserted  here  for  comparison  of  European  with 
American  methods.  They  show  a  longer  treatment  involving  the  use  of  more 
labor,  more  crushing  and  recnishing  of  middlings  and  more  rewashing  of  tailings 
in  order  to  save  every  grain  of  mineral  that  can  be  saved  economically.  They 
are  in  marked  contrast  with  the  hustling  American  mills  which  seek  to  eliminate 
labor  as  far  as  possible. 

§  688.  Mill  No.  30.  Sunker  Hill  and  Sullivan  Mining  and  Concbn- 
TRATiNO  Company,  Kjbllogg,  Idaho. — Capacity  530  tons  in  24  hours.  The  mill 
runs  24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic  min- 
erals argentiferous  galena  and  some  pyrite,  and  a  gangue  of  quartzite  and  siderite. 
The  galena  is  sometimes  in  coarse  lumps  but  usually  it  is  finely  disseminated 
through  the  gangue.  The  problem  is  to  save  the  silver  and  lead  without  the 
zinc.  The  ore  is  hand  picked  in  the  mine  into  two  classes:  smelting  ore  to  (1) ; 
concentrating  ore  by  cars  holding  3,000  pounds  to  (5). 

1.  Chutes  or  store  bins  in  the  mine.    By  cars  holdiiig  3^400  pounds  to  (2). 

Rock  House. 

2.  One  No.  1  grizzly  with  IJ-inch  spaces.  Oversize  by  chute  and  gate  to  (3) ; 
undersize  to  (4). 

3.  A  Blake  breaker  for  smelting  ore,  9  X  16  inches,  crushing  to  2J  inches. 
To  (4). 

4.  From  (2)  and  (3).  No.  1  bin.  25  feet  long,  20  feet  wide,  and  20  feet 
deep,  with  flat  bottom,  holding  750  tons.     By  gates  and  chutes  to  (8). 

5.  From  the  mine.  Two  No.  2  grizzlies  with  l^-inch  spaces.  Oversize  to  (6) ; 
undersize  to  (7). 

6.  Two  breakers  for  concentrating  ore.  One  is  a  Gates  No.  4,  and  the  other 
is  a  Blake  9  X  16  inches,  both  crushing  to  2^  inches.  The  latter  is  run  only  in 
case  of  emergency.    To  (7). 

7.  From  (5)  and  (6).  No.  2  bin,  48  feet  long,  20  feet  wide  and  20  feet  deep, 
with  flat  bottom,  holding  1,400  tons.     By  chutes  and  gates  to  (8). 

8.  From  (4)  and  (7).     A  Bleichert  rope  tramway  with  buckets  30  inches  long,  * 
15  inches  deep,  24  inches  wide  at  the  top,  16  inches  wide  at  bottom,  holding  about 
732  pounds  of  ore,  and  placed  about  140  feet  apart.     The  tramway  is  1 1  miles 
long,  and  the  round  trip  is  made  in  63  minutes.    It  delivers  the  shipping  ore  to 
(9)  and  the  concentrating  ore  to  (10). 

Mill 

9.  No.  3  or  shipping  bin,  34  feet  long,  7  feet  wide,  and  16  feet  deep,  with 
sloping  bottom,  holding  260  tons.    To  shipping  car  to  go  to  smelter. 

10.  From  (8).  No.  4  bin  with  flat  bottom  holding  about  3,200  tons  of  ore. 
To  (11). 

11.  Eighteen  picking  chutes.  Eich  ore  (about  2J%  of  the  total)  to  (12) ; 
residue  to  (13). 

12.  Twelve  No.  5  bins  for  picked  ore.    To  shipping  car  to  go  to  smelter.   . 

13.  From  (11).  Two  No.  1  pan  conveyors  with  pans  23^  inches  wide  at  the 
top,  21  inches  at  the  bottom,  14  inches  long,  with  2  inches  lap,  and  6  inches  deep. 
Each  is  driven  by  a  sprocket  chain  at  the  rate  of  60  feet  per  minute.  The  upper 
wheels  are  10  inches  diameter,  28  inches  apart;  the  retiim  wheels  below  are  15 
inches  diameter.    Total  length  is  85  feet.    To  (14). 

14.  Two  No.  2  pan  conveyors  like  (13)  except  they  slope  up  40**  or  10  inches 
per  foot,  the  pans  are  8  inches  deep  with  a  5-inch  wall  at  the  back  end,  and  the 
return  wheels  below  are  grooved.    To  (15). 
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15.  Two  No.  6  bins  holding  30  tons  each.  By  two  sliding  block  feeders  to 
(16). 

16.  Two  pairs  of  No.  1  rolls,  36  X  14  inches,  set  i  inch  apart.     To  (17). 

17.  Prom  (16),  (19)  and  (31).    Two  No.  1  bncket  elevators.     To  (18). 

18.  Two  No.  1  trommels.  Sectional  with  10,  15  and  25-mm.  round  holes. 
Over  25  mm.  to  (19)  ;  through  25  on  15  mmj.  to  (27) ;  through  15  on  10  mm. 
to  (28) ;  through  10  mm.  to  (20). 

19.  Two  pairs  of  No.  2  rolls,  24  X  14  inches,  set  \  inch  apart.     To  (17). 

20.  Prom  (18).  Four  No.  2  trommels.  Sectional  with  3,  5  and  7-mm.  round 
holes.  Over  7  mm.  to  (29) ;  through  7  on  5  mm.  to  (32) ;  through  5  on  3  mm. 
to  (33) ;  through  3  mm.  to  (21). 

21.  From  (20)  and  (38).  Four  No.  1  hydraulic  classifiers  with  3  spigots 
each.     1st  spigot  to  (34)  ;  2d  to  (35) ;  3d  to  (36) ;  overflow  to  (22).* 

22.  Four  No.  1  whole  current  box  classifiers  with  4  spigots  each.  Ist  spigot 
to  upper  deck  of  (39) ;  2d  to  upper  deck  of  (40) ;  3d  to  upper  decks  of  (39) 
and  (41)  ;  4th  to  upper  deck  of  (41) ;  overflow  to  (23). 

23.  One  No.  1  distributing  tank  with  12  spigots.  Spigots  in  pairs  to  (42) ; 
overflow  to  (24). 

24.  One  No.  2  whole  current  box  classifier  with  4  spigots.  Spigots  in  pairs 
to  (43) ;  overflow  to  (25). 

25.  One  No.  3  whole  current  box  classifier  with  4  spigots.  Spigots  in  pairs 
&  (44)  ;  overflow  to  (26). 

26.  Two  No.  1  settling  tanks  used  alternately.  Settlings  shoveled  out  and 
stored  for  future  treatment;  overflow  to  (49). 

27.  From  (18).  Two  No.  1  jigs.  3-8ieve  Harz  jigs.  1st  discharge  to  (45)  ; 
2d  and  3d  to  (30)  ;  Ist  hutch  to  (45)  ;  2d  and  3d  to  (30)  ;  tailings  to  (48).         ! 

28.  From  (18).     Two  No.  2  jigs.     3-6ieve  Harz  jigs.     Products  like  (27). 

29.  From  (20).     Four  No.  3  jigs.     3-6ieve  Harz  jigs.     Products  like  (27). 

30.  From  (27),  (28)  and  (29).     Two  No.  2  bucket  elevators.     To  (31). 

31.  Two  pairs  of  No.  3  rolls,  30  X  16  inches,  set  close  together.    To  (17). 

32.  From  (20).  Eight  No.  4  jigs.  3-sieve  Harz  jigs.  1st  discharge  to 
(45) ;  2d  to  (46) ;  3d  to  (37) ;  Ist  hutch  to  (45) ;  2d  to  (46)  ;  3d  to  (37)j 
tailings  to  (48). 

33.  From  (20)  and  (38).  Bight  No.  5  jigs.  3-8ieve  Harz  jigs.  Products 
like  (32). 

34.  From  (21).  Bight  No.  6  jigs.  3-8ieve  Harz  jigs.  1st  discharge  to  (45)  ; 
2d  not  used;  3d  to  (37)  ;  1st  hutch  to  (45)  ;  2d  to  (46)  ;  3d  to  (37)  ;  tailings 
to  (49). 

35.  From  (21).  Four  No.  7  jigs.  4-sieve  Harz  jigs.  1st  hutch  to  (45)  ; 
2d  and  3d  to  (46)  ;  4th  to  (37) ;  tailings  to.  (49). 

36.  From  (21).  Four  No.  8  jigs.  4-8ieve  Harz  jigs.  1st  and  2d  hutches 
to  (45) ;  3d  to  (46)  ;  4th  to  (37)  ;  tailings  to  (49). 

37.  From  (32),  (33),  (34),  (35),  (36)  and  (38).  Two  pairs  of  No.  4 
rolls.     By  two  No.  3  bucket  elevators  to  (38). 

38.  Two  No.  3  trommels.  Sectional  with  2^  and  5-mm.  round  holes.  Over 
6  mm.  to  (37) ;  through  5  on  2^  mm.  to  (33)  ;  through  2^  mm.  to  (21). 

39.  From  (22).  One  No.  1  convex  revolving  slime  table  with  2  decks. 
Heads  of  upper  deck  to  (45)  ;  middlings  to  lower  deck;  tailings  to  (49)  ;  heads 
of  lower  deck  to  (46);  middlings  should  be  made  to  go  to  (24)  but  are  not; 
tailings  to  (49). 

40.  From  (22).  One  No.  2  convex  revolving  slime  table  with  2  decks. 
Products  like  (39). 

*  Change  made  later    See  oomxnents  at  the  eod  of  this  mfll. 
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41.  From  (22).  One  No.  3  convex  reyolving  slime  table  with  2  decks. 
Products  like  (39). 

42.  From  (23).  Nos.  1  to  6  vanners.  4-foot  Frue  vanners.  Heada  to  (46)  ; 
tailings  to  (49). 

43.  From  (24).  fTos.  7  and  8  vanners.  4-foot  Fme  vanners.  Prodncts 
like  (42). 

44.  From  (25).  fTos.  9  and  10  vanners.  4-foot  Fme  vanners.  Heads  to 
(46) ;  tailings  to  (49). 

45.  From  (27),  (28),  (29),  (32),  (33),  (34),  (36),  (36),  (39),  (40),  (41), 
(42),  (43).  Six  No.  2  settling  tanks  holding  75  tons  each,  for  first  class  con- 
centrates. Settlings  shoveled  out  to  car,  sampled,  weighed  and  wheeled  to 
shipping  car  to  go  to  smelter;  overflow  to  (47). 

46.  From  (32),  (33),  (34),  (35),  (36),  (39),  (40),  (41),  (44).  Six  No.  3 
settling  tanks  holding  30  tons  each,  for  second  class  concentrates.  Prodncts  like 
(45). 

47.  From  (46)  and  (46).  One  No.  4  settling  tank.  Settlings  shoveled  out 
to  car,  sampled,  weighed  and  wheeled  to  shipping  car  to  go  to  smelter;  overflow 
to  (49). 

48.  From  (27),  (28),  (29),  (32),  (33).  Launder  for  coarse  material  to 
store  heaps  outside  the  mill.    Kept  for  possible  future  value. 

49.  From  (26),  (34),  (35),  (36),  (39),  (40),  (41),  (42),  (43),  (44),  (47). 
Launder  for  fine  material  to  creek. 

This  mill,  except  for  the  fine  concentration  part  is  arranged  in  two  indepen- 
dent halves.  This  includes  paragraphs  (11)  to  (22)  inclusive  and  (27)  to 
(38)  inclusive. 

The  labor  required  is  44  to  54  men,  divided  into  2  shifts  of  12  hours  each. 
The  day  shift  has  1  foreman,  4  jig  men,  1  table  and  vanner  man,  1  man  oiling 
machinery  and  looking  after  electric  lights,  1  man  on  feeder  and  pan  conveyors, 
1^  breaker  men  in  rock  house,  \  man  heating  mill  in  cold  weather,  \  man  on 
flume,  1  mechanic  making  repairs  and  changes,  1^  carpenters,  1  helper  and 
10  to  15  ore  pickers.  The  night  shift  has  1  night  boss,  4  jig  men,  1  table  and 
vanner  man,  1  man  oiling,  1  feeder,  1  breaker  man,  \  man  heating  mill,  1  watch- 
man and  10  to  16  pickers.  Wages  vary  from  $2.50  to  $4.50  per  day.  Board 
costs  $6  per  week;  wood  costs  $2.80  per  cord  at  the  mill  and  $3.10  at  the  mine. 
Sampling  and  loading  the  concentrates  is  charged  as  shipping  expense  and 
amounts  to  5.1  cents  per  ton  of  concentrates. 

Power  for  the  rock  house  is  furnished  hy  a  Pelton  water  wheel  running  under 
a  head  of  280  feet.  Power  at  the  mill  is  nimished  by  two  Leffel  turbine  wheels, 
17i  indies  in  diameter,  taking  water  from  the  flume  under  a  head  of  58  feet, 
and  generating  76  horse  power  each. 

Water  is  supplied  by  a  flume  7*feet  9  inches  wide,  5  feet  deep.  If  miles  long, 
with  a  grade  of  \  inch  in  16  feet.  It  is  necessary  to  elevate  the  water  for  the 
trommels  to  a  store  tank  at  the  top  of  the  mill  holding  1,500  gallons,  by  2 
centrifugal  pumps  with  4-inch  discharge  pipes,  and  making  460  revolutions  per 
minute. 

Assays  are  as  follows: 


Smelting  ore  from  the  mine 

Oonoentratiii^  ore  from  the  mine. . 
Picked  ore  from  (18). 


First  cluBOonceiitrates  from  (45) 

Seoood  olaoB  oonoentratee  from  (46) 

OoaraetaiUng8(48) 

FinetaHiBgs 

Slimes  from  Na  1  tetUlDg  tank  (90),  small  in 
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The  mine  yields  per  day  of  24  hours  5  to  10  tons  of  smelting  ore  and  450  to 
500  tons  of  concentrating  ore.  One  hundred  tons  of  concentrating  ore  in  the  mill 
yield  0  to  3  tons  of  hand  picked  smelting  ore,  9  to  12  tons  of  first  class  con- 
centrates, and  3  to  4  tons  of  second  class  concentrates,  and  81  to  88  tons  of 
tailings.     The  mill  saves  76%  of  the  lead  and  72%  of  the  silver. 

After  the  author's  visit  a  change  was  made  in  this  mill  which  resulted  in  an 
increased  saving.  The  overflows  of  the  four  No.  1  hydraulic  classifiers  (21) 
were  all  sent  to  fifteen  convex  revolving  slime  tables,  and  these  tables  make 
heads  to  smelter,  tailings  to  waste  and  middlings  to  a  box  classifier  sending 
spigots  to  ten  4-foot  Frue  vanners  and  overflow  to  waste.  The  vanners  yield 
heads  to  smelter  and  tailings  to  waste.  The  stuff  fed  to  the  tables  contains  10% 
lead,  the  table  heads  34%,  tailings  5%,  and  middlings  (fed  to  vanner)  8% 
lead.  The  vanner  heads  contain  50%  lead,  tailings  4%,  and  the  overflow  of 
the  box  classifier  10.6%  lead,  but  is  small  in  amount.  The  total  table  heads 
amounts  to  10  tons  per  24  hours,  and  the  vanner  heads  amoimt  to  2  tons. 

Beoently  the  old  mill  has  been  blown  up  and  a  new  mill  built,  using  practically 
the  same  scheme  as  in  the  old.  Four  5-foot  Huntingtons  have  been  installed 
to  help  the  rolls  in  grinding  middlings,  and  there  are  now  eight  3-deck  slime 
tables  and  twenty-one  Frue  vanners.  The  capacity  is  stated  to  be  1,000  t(His 
per  24  hours.'*' 

§  689.  Mill  No.  31.  Gem  Mill  op  the  Milwaukee  Mining  Company, 
Gem,  Idaho. — Capacity  200  tons  in  24  hours.  The  mill  runs  24  hours  per 
day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals  argentiferous 
galena  and  blende  and  a  gangue  of  quartz.  The  problem  is  to  save  the  silver 
and  lead  without  the  zinc.  The  ore  from  the  upper  and  middle  timnels  of  the 
mine  is  held  in  a  bin  holding  100  tons,  and  thence  lowered  by  an  incline  to  (1)  ; 
the  ore  from  the  lower  tunnel  is  hauled  in  cars  by  horses  to  (1). 

1.  Mill  bin  holding  60  tons.     By  gate  to  (2). 

2.  Picking  chute.  Rich  smelting  ore  (1.6%  of  total)  to  bin  to  be  shipped  to 
smelter;  residue  to  (3). 

3.  One  No.  1  Blake  breaker,  7  X  10  inches,  crushing  to  li  inches.    To  (4). 

4.  One  pair  of  No.  1  rolls,  36  X  18  inches,  set  \  inch  apart.     To  (5). 

5.  From  (4)  and  (21).     One  No.  1  bucket  elevator.     To  (6). 

6.  One  No.  1  trommel.  Sectional  and  concentric  with  9,  15  and  18-mm,  round 
holes.  Over  18  mm.  to  (13) ;  through  18  on  15  to  (14) ;  through  15  on  9  to 
(16) ;  through  9  mm.  to  (7). 

7.  One  No.  2  trommel.  Sectional  and  concentric  with  4-  and  6-mm.  round 
holes.     Over  6  mm.  to  (16) ;  through  6  on  4  mm.  to  (17) ;  through  4  mm.  to  (8). 

8.  One  No.  1  surface  current  box  classifier  with  3  spigots.  1st  spigot  to 
(18)  ;  2d  to  (19) ;  3d. to  (20) ;  overfiow  to  (9). 

9.  From  (8)  and  (24).  One  No.  2  surface  current  box  classifier  with  5 
spigots.     Spigots  to  both  decks  of  (28) ;  overflow  to  (10). 

10.  One  No.  3  surface  current  box  classifier  with  5  spigots.  Spigots  to  both 
decks  of  (28) ;  overflow  to  (11). 

11.  One  N9.  1  whole  current  box  classifier  with  4  spigots.  Spigots  to  (29) ; 
overflow  to  (12). 

12.  One  No.  2  whole  current  box  classifier  with  4  spigots.  Spigots  to  (29) ; 
overflow  to   (30). 

13.  From  (6).  Two  No.  1  jigs.  2-sieve  sliding  block  accelerated  jigs.  Ist 
discharge  to  (31) ;  2d  to  (21) ;  1st  hutch  to  (31)  ;  2d  to  (21) ;  tailings  to  (34). 

14.  From  (6).  Two  No.  2  jigs.  2-Bieve  Harz  jigs.  Products  like  (13). 
16.  From  (6).  Two  No.  3  jigs.  2-sieve  Harz  jigs.  Products  like  (13). 
16.  From  (7).    One  No.  4  jig.    4-sieve  Harz  jig.     Ist  and  2d  discharges  to 
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(31) ;  3d  and  4th  to  (21) ;  let  and  2d  hutches  to  (31) ;  3d  and  4th  to  (21) ; 
tailings  to  (34). 

17.  From   (7).     One  No.  5  jig.     4-fiieve  Harz  jig.     Products  like   (16). 

18.  From  (8).  One  No.  6  jig.  4-sieve  Harz  jig.  1st  and  2d  discharges 
to  (31) ;  3d  and  4th  to  (22) ;  Ist  and  2d  hutches  to  (31) ;  3d  and  4th  to  (22)  ; 
tailings  to  (34). 

19.  From  (8).  One  No.  7  jig.  4-sieve  Harz  jig.  1st  discharge  to  (31); 
1st  and  2d  hutches  to  (31) ;  3d  and  4th  hutches  to  (22) ;  tailings  to  (34). 

20.  From  (8).  One  No.  8  jig.  4-Bieve  Harz  jig.  1st  and  2d  hutches  to 
(31) ;  3d  and  4th  to  (22) ;  tailings  to  (34). 

21.  From  (13),  (14),  (16),  (16),  (17).  One  pair  of  No.  2  rolls,  24  X  12 
inches,  set  \  inch  apart.     To  (6). 

22.  From  (18),  (19),  (20),  (23),  (25),  (26),  (27).  One  pair  of  No.  3 
rolls,  24  X  12  inches,  set  close  together.    By  No.  2  elevator  to  (23). 

23.  One  No.  3  trommel  with  2J-mm.  round  holes.  Oversize  to  (22) ;  under- 
gize  to  (24). 

24.  One  No.  4  surface  current  hox  classifier  with  3  spigots.  Ist  spigot  to 
(25) ;  2d  to  (26)  ;  3d  to  (27) ;  overflow  to  (9). 

25.  One  No.  9  jig.  4-sieve  Harz  jig.  1st  and  2d  discharges  to  (31)  ;  3d 
and  4th  to  (22) ;  1st  and  2d  hutches  to  (31) ;  3d  and  4th  to  (22)  ;  tailings 
to  (34). 

26.  From  (24).  One  No.  10  jig.  4-sieve  Harz  jig.  Ist  and  2d  hutches 
to  (31) ;  3d  and  4th  to  (22) ;  tellings  to  (34). 

27.  From  (24).     One  No.  11  jig.     4-sieve  Harz  jig.     Products  like  (26). 

28.  From  (9)  and  (10).  No.  1  slime  table.  A  2-deck  convex  revolving  slime 
teble.  Heads  of  upper  deck  to  (31) ;  middlings  to  lower  deck;  tailings  to  (34). 
Heads  of  lower  deck  to  (31) ;  middlings  to  (30) ;  tellings  to  (34). 

29.  From  (11)  and  (12).  No.  2  slime  teble  A  2-deck  convex  revolving 
slime  table.     Products  like  (28). 

30.  From  (12),  (28)  and  (29).  Four  4-foot  Frue  vanners.  Heads  to  (31) ; 
tailings  to  (34). 

31.  From  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (20),  (25),  (26), 
(27),  (28),  (29),  (30).     No.  3  bucket  elevator  for  concentrates.     To  (32). 

32.  Three  No.  1  settling  tanks.  While  one  is  filling,  one  is  draining  and 
one  is  being  emptied.     Settlings  shipped  to  smelter;  overfiow  to  (33). 

33.  One  No.  2  settling  tenk.     Settlings  shipped  to  smelter ;  overflow  to  (34). 

34.  From  (13),  (14},  (15),  (16),  (17),  (18),  (19),  (20),  (25),  (26),  (27), 
(28),  (29),  (30),  (33).    Tailings  launder,  200  feet  long,  to  creek. 

The  labor  required  is  15  men  per  24  hours  divided  into  two  shifts:  3  engineers, 
2  firemen,  1  foreman,  2  men  at  rock  breaker,  4  jig  men,  2  vanner  men,  1  other 
man.  Wages  vary  from  $3  to  $5  per  day.  Board  costs  $30  per  month,  and 
wood  is  $3.70  per  cord. 

The  power  is  derived  from  3  fire  tube  boilers  16  feet  long,  72  inches  diameter, 
one  with  72  tubes  and  two  with  56  tubes  all  4  inches  diameter,  running  under 
a  pressure  of  90  pounds  per  square  inch,  and  consuming  10  cords  of  wood  per 
24  hours;  and  a  Buckeye  engine  with  cylinder  10  X  18  inches,  making  150  revo- 
lutions per  minute,  cutting  off  at  J  stroke  and  developing  76  indicated  horse 
power. 

The  water  is  derived  from  a  flume  3  feet  wide  and  4  feet  deep  with  a  grade 
of  \  inch  in  100  feet,  bringing  water  1,700  feet  from  the  creek.  A  pump  with 
cylinder  10  X  10  inches,  making  40  revolutions  per  minute,  lifts  water  12  feet 
to  a  store  tenk. 

The  ore  contains  10  to  13%  lead  and  5^  to  7  ounces  silver  per  ton.  The  con- 
centrates contein  62  to  65%  lead  and  32  to  36  ounces  silver.     The  tailings  con- 
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tain  1  to  1^%  lead  and  1^  to  2  ounces  silver  per  ton.  One  hundred  tons  of  ore 
yield  1.7  tons  of  smelting  ore  picked  ont  by  hand,  and  16  tons  of  concentrates 
and  82  tons  of  tailings.  The  mill  saves  about  90%  of  the  lead  and  about  80%  of 
the  silver. 

§  690.  Mill  No.  32.  Helena  and  Pbisco  Mining  Company,  Gem,  Idaho. 
— ^Capacity  600  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per 
week.  The  ore  is  of  two  kinds:  (a)  the  upper  oxidized  ore  from  near  the  sur- 
face, containing  the  economic  minerals  cerrusite  and  pyroraorphite  and  a  gangue 
of  quartz  and  iron  oxide;  (6)  sulphide  ore  from  below  containing  the  economic 
minerals  argentiferous  galena,  pyrite,  chalcopyrite  and  blende  and  a  gangue  of 
quartz.  The  galena  is  more  or  less  finely  disseminated.  The  problem  is  to  save 
the  lead  and  silver  without  the  zinc.  Both  kinds  of  ore  are  treated  together. 
The  ore  is  brought  in  cars  to  (1). 

1.  No.  1  or  receiving  bin  holding  1,600  tons.     By  gates  and  chutes  to  (2). 

2.  Two  No.  1  grizzlies  with  IJ-inch  spaces.     Oversize  to  (3) ;  undersize  to  ^4). 

3.  Two  No.  1  Blake  breakers,  9  X  15  inches,  crushing  to  1^  inches.     To  (4). 

4.  From  (2)  and  (3).  One  No.  2  bin  with  hopper  bottom,  holding  25  tons. 
By  Tulloch  feeder  to  (5). 

5.  One  pair  of  No.  1  rolls,  31  X  16  inches,  set  J  inch  apart.     To  (6). 

6.  Two  No.  1  trommels.  Sectional  with  8  and  12-mm.  round  holes.  Over 
12  mm.  to  (10) ;  through  12  on  8  to  (11) ;  through  8  mm.  to  (7). 

7.  From  (6)  and  (17).  One  No.  2  trommel.  Sectional  with  3-  and  6-mmw 
round  holes.  Over  6  mm.  to  (12) ;  through  6  on  3  mm.  to  (13) ;  through  3  mm. 
to  (8). 

8.  One  No.  1  hydraulic  classifier  with  5  spigots.  Spigots  are  distributed  to 
(14),  (15)  and  (16);  overflow  to  (9). 

9.  From  (8)  and  (23).  No.  1  whole  current  box  classifier.  Spigots  to  upper 
and  middle  decks  of  (27) ;  overflow  to  (31). 

10.  From  (6).  One  No.  1  jig.  2-8ieve  Harz  jig.  Ist  discharge  to  (30); 
2d  to  (18) ;  1st  and  2d  hutches  to  (18) ;  tailings  (only  water  and  chips)  to  (31). 

11.  From  (6).  Four  No.  2  jigs.  4-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (30) ;  3d  and  4th  to  (17) ;  all  4  hutches  to  (30) ;  tailings  to  (17). 

12.  From  (7).  Two  No.  3  jigs.  4-sieve  Harz  jigs.  Ist  and  2d  discharges 
to  (30) ;  3d  and  4th  to  (19) ;  1st  and  2d  hutches  to  (30) ;  3d  and  4th  to  (19) ; 
tailings  to  (31).  • 

13.  From  (7).     Four  No.  4  jigs.     4-sieve  Harz  jigs.     Products  like  (12). 

14.  From  (8).  Two  No.  5  jigs.  4-sieve  Harz  jigs.  4th  discharge  to  (19)  ; 
Ist  and  2d  hutch'es  to  (30) ;  3d  and  4th  to  (19) ;  tailings  to  (31). 

15.  From  (8).     One  No.  6  jig.     4-8ieve  Harz  jig.     Products  like  (14). 

16.  From  (8).  One  No.  7  jig.  4-sieve  Harz  jig.  1st  and  2d  hutches  to 
(30) ;  3d  and  4th  to  (19)  ;  tailings  to  (31). 

17.  From  (11).  One  No.  3  tromimel  with  5-mm.  round  holes.  Oversize  to 
(18) ;  undersize  to  (7). 

18.  From  (10)  and  (1*7).  One  pair  of  No.  2  rolls,  22  X  14  inches,  set  close 
together.     To  (19). 

19.  From  (12),  (13),  (14),  (15),  (16),  (18),  (21),  (22),  (24),  (25),  (26). 
One  No.  1  bucket  elevator.     To  (20). 

20.  One  No.  4  trommel.  Sectional  with  2-  and  5-mm.  round  holes.  Over 
6  mm.  to  (21)  ;  through  6  on  2  mm.  to  (22) ;  through  2  mm.  to  (23). 

21.  One  pair  of  No.  3  rolls,  22  X  14  inches,  set  close  together.     To  (19). 

22.  From  (20).  One  pair  of  No.  4  rolls,  22  X  10  inches,  set  close  together. 
To  (19).     ' 

23.  From  (20).  One  No.  2  hydraulic  classifier  with  5  spigots.  Spigots  dis- 
tributed to  (24),  (25)  and  (26);  overflow  to  (9). 
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24.  Three  No.  8  jigs.  4-sieve  Harz  jigs.  4th  discharge  to  (19) ;  1st  and  2d 
hutches  to  (30) ;  3d  and  4th  to  (19) ;  tailings  to  (31). 

25.  From  (23).     One  No.  9  jig.     4-sieve  Harz  jig.     Products  like  (24). 
m.  From  (23).     One  No.  10  jig.     1st  and  2d  hutches  to  (30) ;  3d  and  4th 

to  (19);  tailings  to  (31). 

27.  From  (9).  Three  3-deck  convex  revolving  slime  tables.  Heads  of  upper 
decks  to  (30);  middlings  to  lower  deck;  tailings  to  (31).  Heads  of  middle 
decks  to  (30) ;  middlings  to  lower  deck;  tailings  to  (31).  Heads  of  lower  decks 
to  (30) ;  middlings  to  (28) ;  tailings  to  (31). 

28.  One  No.  2  whole  current  box  classifier  with  16  spigots.  1st  to  5th  spigots 
to  No.  1  vanner  (29) ;  6th  to  10th  to  No.  2  vanner  (29) ;  11th  to  13th  to  No.  3 
vanner  (29) ;  14th  to  16th  to  No.  4  vanner  (29) ;  overflow  to  (31). 

29.  Nob.  1  to  4  vanners.  No.  1  and  No.  2  are  6-foot  Frue  vanners.  No.  3 
and  No.  4  are  4-foot  Frue  vanners.     Heads  to  (30) ;  tailings  to  (31). 

30.  From  (10),  (11),  (12),  (13),  (14),  (15),  (16),  (24),  (25),  (26),  (27), 
(29).     Concentrates  bin  holding  50  tons.    To  shipping  car  to  go  to  smelter. 

31.  From  (9),  (10),  (12),  (13),  (14),  (15),  (16),  (24),  (25),  (26),  (27), 
(28),  (29).     Tailings  launder  to  creek. 

The  labor  required  is  13  men  per  24  hours  divided  into  2  shifts :  2  foremen, 
2  breaker  men,  1  rolls  man,  4  jig  men,  2  table  and  vanner  mm,  2  ore  loaders. 
Wages  range  from  $3  to  $5  per  day.  Board  costs  $1  per  day,  coal  $5  per  ton, 
and  wood  $3.50  per  cord. 

The  mill  is  run  by  water  power,  requiring  173  horse  power. 

Water  is  brought  from  a  creek  by  a  flume  3X3  feet,  with  a  fall  of  1  inch  in 
100  feet. 

The  mill  has  been  recently  improved  by  changing  the  sieve  scale  somewhat,  in- 
creasing the  number  of  jigs  and  vanners  and  rearranging  some  of  the  machines. 
The  present  scheme  is  as  follows: 
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Capacity  600  tons  in  24  hours.  The  ore  comes  from  the  mine  in  cars  which 
are  weighed  and  dumped  into  (1). 

1.  No.  1  bin  holding  60  car  loads.     To  (2). 

2.  Two  grizzlies.  Oversize,  from  which  wood,  spikes,  broken  hammers,  candle 
hooks,  etc.,  are  picked  out  by  hand,  to  (3) ;  undersize  to  (4). 

3.  Two  No.  1  Blake  breakers,  one  10  X  20  inches,  the  other  10  X  15  inches 
used  for  emergency,  crushing  to  1  or  IJ  inches.    To  (4). 

4.  Prom  (2)  and  (3).     No.  2  bin.     By  TuUoch  feeder  to  (5). 

6.  One  pair  of  No.  1  rolls,  30  X  15  inches,  set  |  inch  apart.    To  (6). 

6.  From  (5)  and  (17).  One  No.  1  troniniel.  Sectional  with  10-  and  15-mm. 
round  holes.  Over  15  mm.  to  (12) ;  through  15  on  10  mm.  to  (13)  ;  through 
10  mm.  to  (7). 

7.  Two  No.  2  trommels.  Sectional  with  3,  5  and  7-mm.  round  holes.  Over 
7  mm.  to  (14) ;  through  7  on  5  mm.  to  (15) ;  through  5  on  3  mm.  to  (8)  ;  through 
3  mm.  to  (8). 

8.  One  No.  1  hydraulic  classifier  with  5  spigots.  1st  spigot  to  (18);  2d  td 
(19)  ;  3d  to  (20) ;  4th  to  (21)  ;  5th  to  (22)  ;  overflow  to  (9). 

9.  From  (8),  (29)  and  (35).  One  No.  1  box  classifier.  Three  tanks,  one 
above  another.  Upper  tank  is  fed  from  (8)  and  (29) ;  middle  tank  is  fed  with 
half  of  the  spigots  of  the  upper  tank;  the  lower  tank  is  fed  from  (35).  Spigots 
of  upper  tank  go  half  to  upper  decks  of  (35)  and  half  to  middle  tank;  overfloir 
to  (10).  Spigots  of  middle  tank  to  middle  decks  of  (35)  ;  overflow,  none. 
Spigots  of  lower  tank  to  lower  decks  of  (35)  ;  overflow,  none.      '  ' 
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10.  One  No.  2  box  classifier  in  two  parts.  Earlier  spigots  to  (37) ;  later 
spigots  to  (11) ;  overflow  to  (42). 

11.  From  (10)  and  (37).  One  No.  3  box  classifiea-.  Spigots  to  (38) ;  over- 
flow to  (42). 

12.  From  (6).  One  No.  1  jig.  A  3-sieve  Harz  jig.  Heads  to  (16)  ;  tailings 
to  (42). 

13.  From  (6).  Four  No.  2  jigs.  4-8ieve  Harz  jigs.  1st  and  2d  discharges 
to  (39) ;  3d  and  4th  to  (16) ;  all  4  hutches  to  (16)  ;  tailings  to  (42). 

14.  From  (7).     Two  No.  3  jigs.    4-sieve  Harz  jigs.     Products  like  (13). 

15.  From  (7).  Two  No.  4  jigs.  4-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (39) ;  3d  and  4th  to  (16)  ;  1st  and  2d  hutches  to  (39)  ;  3d  and  4th  to  (16)  ; 
tailings  to  (42). 

16.  From  (12),  (13),  (14),  (15).  One  No.  1  bucket  elevator.  To  (17). 
Overflow  of  elevator  well  to  (41). 

17.  One  pair  of  No.  2  rolls,  36  X  14  inches.     To  (6). 

18.  From  (8).  Two  No.  5  jigs.  4-sieve  Harz  jigs.  1st  and  2d  dischargea 
to  (39) ;  3d  and  4th  to  (23) ;  Ist  and  2d  hutches  to  (39)  ;  3d  and  4th  to  (23) ; 
tailings  to  (42). 

19.  From  (8).  Two  No.  6  jigs.  4-6ieve  Harz  jigs.  3d  and  4th  discharges 
to  (23) ;  1st  and  2d  hutches  to  (39) ;  3d  and  4th  to  (23)  ;  tailings  to  (42). 

20.  From  (8).  Two  No.  7  jigs.  4-8ieve  Harz  jigs.  4th  discharge  to  (23) ; 
1st  and  2d  hutches  to  (39) ;  3d  and  4th  to  (23) ;  tailings  to  (42). 

21.  From  (8).     One  No.  8  jig.     4-sieve  Harz  jig.     Products  like  (20). 

22.  From  (8).  One  No.  9  jig.  4-sieve  Harz  jig.  1st  and  2d  hutches  to 
(39) ;  3d  and  4th  to  (23) ;  tailings  to  (42). 

23.  From  (18),  (19),  (20),  (21),  (22),  (30),  (31),  (32),  (33),  (34).  No. 
1  unwatering  box.     Spigot  to  (25);  overflow  to  (24). 

24.  No.  1  settling  tank  with  4  spigots.     Spigots  to  (25) ;  overflow  to  (41). 

25.  From  (23)  and  (24).     One  No.  2  bucket  elevator.     By  distributor  to  (26). 

26.  Two  pairs  of  No.  3  rolls,  30  X  14  inches.     To  (27). 

27.  From  (26)  and  (28).  One  No.  3  trommel  with  3-mm.  roimd  holes. 
Oversize  bv  No.  3  bucket  elevator  to  (28) ;  undersize  to  (29). 

28.  One^pair  of  No.  4  rolls,  24  X  14  inches.     To  (27). 

29.  From  (27).  Two  No.  2  hydraulic  classifiers  with  5  spigots  each.  Ist 
spigot  to  (30) ;  2d  to  (31) ;  3d  to  (32) ;  4th  to  (33) ;  5th  to  (34) ;  overflow 
to  (9). 

30.  Two  No.  10  jigs.  4-pieve  Harz  jigs.  4th  discharge  to  (23) ;  Ist,  2d, 
3d  and  4th  hutches  to  (39) ;  4th  hutch  to  (23) ;  tailings  (water  only)  to  (42). 

31.  From  (29).     Two  No.  11  jigs.     4-sieve  Harz  jigs.     Products  like  (30). 

32.  From  (29).  Two  No.  12  jigs.  4-sieve  Harz  jigs.  4th  discharge  to  (23)  ; 
1st  and  2d  hutches  to  (39) ;  3d  and  4th  to  (23) ;  tailings  (water  only)  to  (42). 

33.  From  (29).     One  No.  13  jig.     4-eieve  Harz  jig.     Products  like  (32). 

34.  From  (29).     One  No.  14  jig.     4-sieve  Harz  jig.     Products  like  (32). 

35.  From  (9).  Three  3-deck  convex  revolving  slime  tables.  Heads  of  upper 
and  middle  decks  to  (40) ;  middlings  to  (9) ;  tailings  to  (42).  Heads  of  lower 
deck  to  (40) ;  middlings  by  No.  4  bucket  elevator  to  (36) ;  tailings  to  (42). 

36.  One  No.  4  box  classifier.     Spigots  to  (37) ;  overflow  to  (42). 

37.  Prom  (10)  and  (36).  Ten  6-foot  Frue  vanners.  Five  treat  stuff  from 
(10)  and  five  from  (36).     Heads  to  (40) ;  tailings  to  (11). 

38.  From  (11).  Four  6-foot  and  one  4-foot  Frue  vanners.  Heads  wheeled 
to  concentrates  pile  to  be  shipped  to  smelter;  tailings  to  (42). 

39.  From  (13),  (14),  (15),  (18),  (19),  (20),  (21),  (22),  (30),  (31),  (32), 
(33),  (34).  Two  No.  2  settling  tanks  for  jig  concentrates,  used  alternately. 
Settlings  to  shipping  car  to  go  to  smelter;  overflow  to  (41). 
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40.  Prom  (35),  (37).  Two  No.  3  settling  tanks,  for  table  and  vanner  con- 
centrates, used  alternately.     Products  like  (39). 

41.  Prom  (16),  (24),  (39)  and  (40).  No.  4  settling  tank.  Settlings  to 
concentrates  pile  to  be  shipped  to  smelter;  overflow  to  (42). 

42.  Prom  (10),  (11),  (12),  (13),  (14),  (16),  (18),  (19),  (20),  (21),  (22), 
(30),  (31),  (32),  (33),  (34),  (35),  (36),  (38),  (41).  TaUings  lanndenr  to 
waste. 

The  power  is  furnished  by  two  Pelton  wheels  and  a  turbine  using  water  from 
a  6-incn  pipe.  One  Pelton  wheel  drives  the  breakers.  No.  1  and  No.  2  rolls. 
No.  1  and  No.  2  trommels,  No.  1  elevator  and  Nos.  1  to  4  jigs ;  the  other  Pelton 
drives  the  fine  jigging  portion  including  Nos.  8  to  14  jigs ;  the  turbine  drives  the 
vanners  and  tables.  A  steam  engine  is  used  to  help  when  water  is  low  from  Sep- 
tember to  March. 

The  vanner  concentrates  contain  60  to  60%  lead,  the  vanner  tailings  contain 
about  1\%  lead. 

It  is  intended  to  install  3  Huntington  mills  for  regrinding  the  fine  lig  mid- 
dlings. They  are  also  experimenting  on  Hallett  tables  in  the  place  of  the  slime 
tables.  In  some  other  mills  of  this  district,  Wilfley  tables  are  used  between  the 
slime  tables  and  vanners.  In  this  mill,  however,  Wilfleys  have  been  tried  and 
discarded,  it  having  been  found  preferable  to  use  more  vanners. 

§  691.  Mill  No.  33.  Last  Chance  Mill,  Wardner,  Idaho. — Capacity  75 
tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The 
ore  consists  of  the  economic  mineral  argentiferous  galena  m  coarse  and  fine 
crystallization,  and  a  gangue  of  quartz.  The  problem  is  to  save  the  silver  and 
lead.    The  ore  comes  down  a  gravity  incline  to  (1). 

1.  Receiving  bin,  holding  100  tons.    By  gate  and  chute  to  (2). 

2.  One  No.  1  Blake  breaker,  7  X  11  inches.    To  (3). 

3.  Prom  (2)  and  (4).  One  pair  of  No.  1  rolls,  30  X  16  inches.  By  No.  1 
bucket  elevator  to  (4). 

4.  One  No.  1  trommel.  Sectional  with  7.9  and  12.7-mm.  round  holes.  Over 
12.7  mm.  to  (3)  ;  through  12.7  on  7.9  mm.  to  (10)  ;  through  7.9  mm.  to  (5). 

6.  Prom  (4)  and  (15).  One  No.  2  trommel.  Sectional  with  3.3  and  5.1-mm. 
round  holes.  Over  5.1  mm.  to  (11);  through  5.1*  on  3.3  to  (12);  through 
3.3  mm.  to  (6). 

6.  Two  No.  1  hydraulic  classifiers  with  3  spigots  each.  1st  spigots  to  (13)  ; 
2d  spigots  to  (14) ;  3d  spigots  not  used;  overflow  to  (7). 

7.  One  No.  1  surface  currefnt  box  classifier  with  6  spigots.  1st  spigot  to  (9)  ; 
other  spigots  not  uded;  overflow  to  (8). 

8.  One  No.  2  surface  current  box  dassifier  with  8  spigots.  Three  spigots  to 
(9) ;  five  spigots  not  used;  overflow  to  (18). 

9.  Prom  (7)  and  (8).  One  No.  1  distributing  tank  with  2  spigots.  Spigots 
to  upper  decks  of  (16). 

10.  Prom  (4).  One  No.  1  jig.  A  3-sieve  Harz  jig.  1st  and  2d  discharges 
to  (17)  ;  3d  to  (15)  ;  1st  and  2d  hutches  to  (17) ;  3d  to  (16) ;  tailings  to  (18). 

11.  Prom  (5).    Two  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (10). 

12.  Prom  (5).    Two  No.  3  jigs.    3-sieve  Harz  jigs.    Products  like  (10). 

13.  Prom  (6).  Two  No.  4  jigs.  4-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (17) ;  3d  not  used;  4th  to  (15) ;  Ist  and  2d  hutches  to  (17) ;  3d  and  4th  to 
(15);  tailings  to  (18). 

14.  Prom  (6).  Two  No.  5  jigs.  4-9ieve  Harz  jigs.  1st  and  2d  hutches  to 
(17) ;  3d  and  4th  to  (15) ;  tailings  to  (18). 

15.  Prom  (10),  (11),  (12),  (13),  (14).  One  pair  of  No.  2  rolls,  20X10 
inches,  set  close  together.    By  No.  2  bucket  elevator  to  (5). 

16.  Prom   (9).    Two  2-deck  convex  revolving  slime  tables,  only  one  usefl. 
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Heads  of  upper  deck  to  lower  deck;  tailings  to  (18).    Heads  of  lower  deck  to 
(17) ;  tailings  to  (18). 

17.  From  (10),  (11),  (12),  (13),  (14),  (16).  Coneentrates  are  wheeled  to 
concentrates  bins  and  thence  shipped  to  smelter. 

18.  Prom  (8),  (10),  (11),  (12),  (13),  (14),  (16).  Tailings  launder  to 
waste. 

The  mill  saves  about  75  or  80%  of  the  lead  and  silver  in  the  ore. 

§  692.  Mill  No.  34.  Morning  Mining  Company,  Mullan,  Idaho. — (See 
Figs.  516a  and  5156.) — Capacity  300  tons  in  24  hours.  The  miU  runs  24  hours 
per  day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals  argentif- 
erous galena  mostly  finely  disseminated,  pyrite  and  blende  and  a  gangue  of  mas- 
sive siderite  with  some  quartz.  The  problem  is  to  save  the  silver  and  lead  with- 
out the  zinc.  The  ore  is  brought  by  a  mine  tramway  1,800  feet  in  cars  holding 
2\  to  3  tons,  and  then  by  railroad  3  miles  in  cars  holding  10  tons  to  (1). 

1.  No.  1  or  receiving  bin  holding  1,000  tons.  By  gates  and  chutes  to  tram  car 
holding  1^  tons,  and  thence  150  feet  to  (2). 

2.  Two  grizzlies  with  IJ-inch  spaces.     Oversize  to  (3) ;  undersize  to  (4). 

3.  Two  No.  1  breakers.  Gates  No.  3,  crushing  to  1^  inches.    To  (4). 

4.  From  (2)  and  (3).  Two  No.  2  bins  holding  300  tons  each.  By  two  Tul- 
loch  feeders  to  (5). 

5.  Two  pairs  of  No.  1  rolls,  30  X  14  inches.     To  (6). 

6.  From  (5)  and  (8).    Two  No.  1  bucket  elevators.     To  (7). 

7.  Two  No.  1  trommels  with  15-mm.  round  holes.  Oversize  to  (8) ;  undw- 
size  to  (9). 

8.  From  (7)  and  (23).     Two  pairs  of  No.  2  rolls,  30  X  14  inches.    To  (6). 

9.  From  (7).  Two  No.  2  trommels.  Each  sectional  with  11  and  13-mm. 
round  holes.  Over  13  mm.  to  (14) ;  through  13  on  11  mm.  to  (16) ;  through 
11mm.  to  (10). 

10.  Two  No.  3  trommels.  Each  sectional  with  7  and  9-mm.  round  holes. 
Over  9  mim.  to  (16) ;  through  9  on  7  mm.  to  (17) ;  through  7  mm.  to  (11). 

11.  Two  No.  4  trommels.  Each  sectional  with  3  and  5-mm.  round  holes.  Over 
5  mm.  to  (18) ;  through  5  on  3  mm.  to  (19) ;  through  3  mm.  to  (12). 

12.  From  (11)  and  (25).  Four  No.  1  hydraulic  classifiers  witii  6  spigots 
each.  1st  spigot  to  (20) ;  2d  and  3d  to  (21) ;  4th  and  5th  to  (22) ;  overflow 
to  (13). 

13.  One  No.  1  distributing  tank  with  36  spigots.  Nine  spigots  to  each  of  the 
four  upper  decks  of  (27) ;  overflow  to  (32). 

14.  From  (9).  Four  No.  1  jigs.  3-sieve  Harz  jigs.  Ist  and  2d  discharges 
to  (30)  ;  3d  to  (23) ;  hutches  to  (23) ;  tailings  to  (32). 

15.  From  (9).     Four  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (14). 

16.  From  (10).  Four  No.  3  jigs.  3-sieve  Harz  ji^.  1st  and  2d  discharges 
to  (30) ;  3d  to  (24)  ;  hutches  to  (24) ;  tailings  to  (32). 

17.  From  (10).     Four  No.  4  jigs.     3-sieve  Harz  jigs.     Products  like  (16). 

18.  From  (11).  Two  No.  5  jigs.  4-sieve  Harz  jigs.  Ist,  2d  and  3d  dis- 
charges to  (30) ;  4th  to  (24)  ;  hutches  to  (24)  ;  tailings  to  (32). 

19.  From  (11).  Two  No.  6  jigs.  4-8ieve  Harz  jigs.  Ist,  2d  and  3d  dis- 
charges to  (30)  ;  4th  to  (24)  ;  1st,  2d  and  3d  hutches  to  (30) ;  4th  to  (24)  ; 
tailings  to  (32). 

20.  From  (12).     Four  No.  7  jigs.     4-sieve  Harz  jigs.     Products  like  (19). 

21.  From  (12).     Four  No.  8  jigs.     4-sieve  Harz  jigs.    Products  like  (19). 

22.  From  (12).     Four  No.  9  jigs.     4-sieve  Harz  jigs.    Products  like  (19). 

23.  From  (14)  and  (15).     Two  No.  2  bucket  elevators.    To  (8). 

24.  From  (16),  (17),  (18),  (19),  (20),  (21),  (22),  (26).  Two  No.  3 
bucket  elevators.    To  (25). 
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25.  Two  No.  5  trommels  with  3-mm.  round  holes.  Oversize  to  (26) ;  under- 
size  to  (12). 

26.  Two  pairs  of  No.  3  rolls,  30  X  14  inches.    To  (24). 

27.  From  (13).  Four  2-deck  convex  revolving  slime  tables.  Heads  of  upper 
decks  to  (30);  middlings  to  lower  decks;  tailings  to  (32).  Heads  of  lower 
decks  to  (30) ;  middlings  to  (28)  ;  tailings  to  (32). 

28.  One  No.  2  distributing  tank  with  40  spigots.  Spigots  to  (29) ;  overflow 
to  (32). 

29.  Seven  4-foot  Frue  vanners.     Heads  to  (30) ;  tailings  to  (32). 

30.  From  (14),  (15),  (16),  (17),  (18),  (19),  (20),  (21),  (22),  (27),  (29). 
Ten  No.  1  settling  tanks  for  concentrates,  holding  150  tons  total.  Settlings 
wheeled  to  railroad  cars  to  go  to  smelter;  overflow  to  (31). 

31.  One  No.  2  settling  tank.  Settlings  wheeled  to  railroad  cars  to  go  to 
smelter;  overflow  to  (32). 

32.  From  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (20),  (21),  (22),  (27), 
(28),  (29),  (31).     Waste  launder  to  creek. 

This  mill  is  divided  into  two  halves  which  may  be  run  together  or  inde- 
pendently. 

The  mill  requires  14  men  per  24  hours,  divided  into  2  shifts  of  12  hours  each : 
2  foremen,  4  jig  men,  2  table  and  vanner  men,  2  breaker  men,  2  trammers,  1 
machinist  and  1  assayer.  Board  costs  $30  per  month,  coal  costs  $7.25  per  ton, 
and  wood  costs  $3.50  per  cord. 

Power  is  furnished  by  water  coming  through  two  ditches  IJ  miles  long  and  a 
pipe  10  inches  in  diameter,  3,700  feet  long,  giving  a  head  of  900  feet.  This  runs 
four  Pelton  wheels.  Two  of  them  are  6  feet  in  diameter,  have  f-inch  nozzles 
and  each  drives  one-half  the  mill,  being  rated  at  60  horse  power  apiece.  The 
third  is  3  feet  in  diameter  with  ^-inch  nozzle,  rated  at  30  horse  power,  and  drives 
the  two  rock  breakers.     The  fourth  runs  a  dynamo  with  a  capicty  of  75  lights. 

The  water  for  the  mill  is  partly  the  waste  from  the  Pelton  wheels  delivered 
at  the  level  of  No.  1  trommel,  and  is  partly  taken  direct. 

The  crude  ore  contains  6  to  12%  lead  and  3  to  5  ounces  silver  per  ton.  The 
concentrates  contain  55  to  58%  lead  and  16  to  20  ounces  silver.  The  tailings 
contain  IJ  to  2^%  lead  and  1^  to  3  ounces  silver.  One  hundred  tons  of  ore 
yield  about  12  tons  of  concentrates  and  88  tons  of  tailings.  The  mill  saves 
about  75%  of  the  lead  and  50%  of  the  silver. 

§693.  Mill  No.  35.  Union  Mill  op  the  Standard  Mining  Company, 
Wallace,  Idaho. — Capacity  250  to  300  tons  per  24  hours.  The  mill  runs  24 
hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals 
argentiferous  galena,  pyrite  and  blefnde  and  a  gangue  of  slate  and  quartz.  The 
problem  is  to  save  the  lead  and  silver  without  the  zinc.  The  ore  is  hand 
picked  at  the  mine  into  two  classes:  shipping  ore  (about  100  tons  per  day) 
which  goes  to  smelter,  and  concentrating  ore  (about  250  to  300  tons  per  day) 
which  is  hauled  7  miles  in  automatic  side  discharge  railroad  cars,  holding 
20  tons  each,  to  (1). 

1.  No.  1  or  receiving  bins  with  bottom  sloping  45**.  By  11  gates  and  chutes 
and  thence  by  end  dumping  car,  holding  2,000  pounds,  up  an  incline  to  (2). 

2.  One  grizzly  with  1-inch  spaces.     Oversize  to  (3) ;  undersize  to  (4). 

3.  One  No.  1  breaker,  a  Gates  No.  3,  crushing  to  1  inch.     To  (4). 

4.  Prom  (2)  and  (3).  One  No.  2  bin,  holding  125  tons.  By  Tulloch  feeder 
to  (5). 

5.  One  pair  of  No.  1  rolls,  26  X  15  inches,  set  \  inch  apart.  By  No.  1 
bucket  elevator  to  (6). 

6.  One  No.  1  trommel  with  16-mm.  round  holes.  Oversize  to  (12) ;  under- 
size  to  (7). 
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7.  One  No.  2  trommel  with  9-mm.  round  holes.  Oversize  to  (13)  ;  undersize 
to  (8). 

8.  One  No.  3  trommel  with  6-mm.  round  holes.  Oversize  to  (14);  under- 
size to  (9). 

9.  One  No.  4  trommel  with  3-mLm.  round  holes.  Oversize  to  (15) ;  under- 
size to  (10). 

10.  Two  No.  1  hydraulic  clasBifiers,  each  with  four  spigots.  Ist  spigot  to 
(16) ;  2d  to  (17) ;  3d  to  (18) ;  4th  to  (19)  ;  overflow  to  (11). 

11.  From  (10)  and  (24).  One  No.  1  whole  current  hox  classifier  with  24 
spigots.  Nos.  1  to  6  spigots  to  upper  deck  of  (28)  ;  Nos.  7  to  12  to  (29)  ; 
Nos.  13  to  15  to  No.  1  vanner  (30) ;  Nos.  16  to  18  to  No.  2  vanner  (30)  ;  Nos. 
19  to  21  to  No.  3  vanner  (30) ;  Nos.  22  to  24  to  No.  4  vanner  (30) ;  overflow 
to  (36). 

12.  From  (6).  Two  No.  1  jigs.  3-sieve  Harz  jigs.  Ist  and  2d  discharges 
to  (31) ;  3d  to  (20)  ;  1st  hutch  to  (31)  ;  2d  and  3d  to  (20)  ;  tailings  to  (36). 

18.  From  (7).     Two  No.  2  jigs.     3-sieve  Harz  jigs.     Products  like  (12). 

14.  From  (8).     Two  No.  3  jigs.     3-8ieve  Harz  jigs.     Products  like  (12). 

15.  From  (9).  Two  No.  4  jigs.  3-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (31) ;  3d  to  (20)  ;  Ist  and  2d  hutches  to  (31)  ;  3d  to  (20)  ;  tailings  to  (36). 

16.  From  (10).  Two  No.  5  jigs.  2-sieve  Collom  jigs.  1st  discharge  to 
(31) ;  2d  to  (20) ;  1st  hutch  to  (31)  ;  2d  to  (20) ;  tailings  to  (36). 

17.  From  (10).     Two  No.  6  jigs.     2-sieve  Collom  jigs.     Products  like  (16). 

18.  From  (10).  Two  No.  7  jigs.  2-sieve  Collom  jigs.  Ist  hutch  to  (31)  ; 
2d  to  (20)  ;  tailings  to  (36). 

19.  From  (10).     Two  No.  8  jigs.     2-8ieve  Collom  jigs.     Products  like  (18). 

20.  From  (12),  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (25),  (26),  (27). 
Ong  No.  1  unwatering  box.     Spigot  to  (21) ;  overflow  to  (36). 

21.  From  (20)  and  (23).  Two  pairs  of  No.  2  rolls,  26  X  15  inches,  set 
close  together.    To  (22). 

22.  From  (21),  (28),  (29).     One  No.  2  bucket  elevator.     To  (23). 

23.  One  No.  5  trommel  with  2i-mm.  round  holes.  Oversize  to  (21) ;  imder- 
size  to  (24). 

24.  One  No.  2  hydraulic  classifier  with  3  spigots.  1st  spigot  to.  (25) ;  2d  to 
(26) ;  3d  to  (27) ;  overflow  to  (11). 

25.  Two  No.  9  jigs.  3-8ieve  Harz  jigs.  3d  discharge  to  (20)  ;  1st  and  2d 
hutches  to   (31)  ;  3d  to   (20) ;  tailings  to  (36). 

26.  From  (24).     One  No.  10  jig.     3-8ieve  Harz  jig.     Products  like  (25). 

27.  From  (24).     One  No.  11  jig.     3-sieve  Harz  jig.     Products  like  (25). 

28.  From  (11).  One  No.  1  convex  revolving  slime  table  with  2  decks. 
Heads  of  upper  deck  to  (33)  ;  middlings  to  lower  deck;  tailings  to  (36).  Heads 
of  lower  deck  to  (33)  ;  middlings  to  (22)  ;  tailings  to  (36). 

29.  From  (11).  One  No.  2  convex  revolving  slime  table  with  2  decka. 
Upper  deck  not  used.  Heads  of  lower  deck  to  (33)  ;  middlings  to  (22) ;  tailings 
to  (36). 

30.  Prom  (11).  Nos.  1  to  4  vanners.  4-foot  Frue  vanners.  Heads  to  (32)^ 
tailings  to  (36). 

31.  From  (12),  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (25),  (26),  (27). 
No.  1  and  No.  2  settling  tanks  for  jig  concentrates.  Settlings  to  shipping  car 
to  go  to  smelter;  overflow  to  (34). 

32.  From  (30).  No.  3  and  4  settling  tanks  for  vanner  concentrates.  Products 
like  (31). 

33.  From  (28)  and  (29).  No.  5  settling  tank  for  slime  table  concentrates. 
Products  like  (31). 
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34.  Prom  (31),  (32),  (33).  One  No.  6  settling  tank.  Settlings  to  flipping 
car  to  go  to  smelter;  overflow  to  (35). 

35.  One  No.  7  settling  tank.  Settlings  to  shipping  car  to  go  to  smelter; 
overflow  to  (36). 

36.  From  (11),  (12),  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (20),  (25), 
(26),  (27),  (28),  (29),  (30),  (35).     Tailings  launder  to  waste. 

The  labor  required  is  14  men  per  24  hours  divided  into  two  shifts  of  12  hours 
each:  1  foreman,  2  breaker  men,  4  jig  i3aen,  2  vanner  men  and  6  others.  Wages 
range  from  $3.50  to  $5  per  day.  Board  costs  $30  per  month;  wood'  costs  $3.70 
per  cord. 

Power  is  furnished  by  water  taken  from  the  flume  under  a  head  of  80  feet 
by  a  pipe  30  inches  diameter  for  100  feet  of  length  and  24  inches  diameter  for 
20  feet.  A  14-inch  valve  regulates  the  supply.  This  drives  a  Pelton  wheel, 
6  feet  diameter,  with  two  nozzles  one  4  inches  diameter  and  one  4^  inches 
diameter,  making  120  revolutions  per  minute,  and  developing  110  horse  power. 
THis  runs  the  whole  mill  by  a  7J-foot  pulley  and  20-inch  belt.  A  6-inch  branch 
pipe  from  the  24-inch  pipe  runs  a  second  Pelton  wheel  4  feet  diameter  with  a 
2-inch  nozzle,  and  developing  10  horse  power.  This  runs  the  dynamo  which 
makes  1,600  revolutions  per  minute,  generates  about  100  amperes  at  110  volts, 
and  has  a  capacity  of  100  lights. 

.Water  is  brought  11,360  feet  from  a  creek  by  a  flume  4  feet  wide,  3  feet  deep, 
and  having  a  fall  of  2\  inches  in  100  feet.  The  water  for  washing  is  taken 
from  the  flume  with  30  feet  fall.  The  total  water  carried  by  the  flume  for 
power  and  washing  is  187  miner's  inches.  If  we  assume  a  miner's  inch  to  be 
1.5  cubic  feet  or  11.22  gallons  per  minute,  then  this  is  equivalent  to  2,098  gal- 
lons per  minute. 

The  ore  coming  to  the  mill  contains  12  to  16%  lead,  and  17  to  23  ounces  silver 
per  ton.  The  concentrates  contain  61  to  65%  lead  and  75  to  86  ounces  silver. 
The  tailings  contain  1^  to  2%  lead  and  4  to  7  ounces  silver  per  ton.  One  hun- 
dred tons  of  ore  yield  20  tons  of  concentrates  and  80  tons  of  tailings.  The  mill 
saves  90%  of  the  lead  and  78%  of  the  silver.  The  total  shipments  to  the 
smelter  in  1898  were  15,350  tons. 

This  mill  has  been  somewhat  changed  since  the  author's  visit,  and  is  now  said 
to  treat  300  to  400  tons  per  day.***  The  car  in  (1)  has  been  replaced  by  a 
belt  conveyor.  A  Gates  breaker  No.  5  has  been  substituted  for  the  Gates  No.  3. 
The  trommels  (6)  to  (9)  now  have  15, 10,  7  and  3-mm.  holes.  The  fine  concen- 
trators now  include  the  slime  tables  (28)  and  (29),  then  two  Wilfley  tables,  a 
Hallett  table,  three  of  the  four  Prue  vanners  (30),  and  finally  52  stationary 
rectangular  inclined  canvas  tables.  The  heads  of  these  canvas  tables  are  further 
concentrated  on  a  Wilfiey  table.  A  tailings  plant  has  been  installed  consisting 
of  a  Huntington  mill  for  crushing  and  four  Wilfley  tables  for  concentrating  the 
pulp  from  the  Huntington.  The  tailings  plant  is  driven  by  a  Pelton  wheel  30 
inches  diameter  with  five  square  nozzles  under  a  head  of  35  feet. 

Owing  to  the  slaty  gangue  which  has  a  tendency  to  be  ground  to  clay,  the 
crushing  is  done  dry  as  far  as  possible. 

§694.  Mill  No.  36.  Stem  Winder,  Kellogg,  Idaho. — Capacity  75  tons 
in  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore  con- 
sists of  the  economic  mineral  argentiferous  galena  and  a  gangue  of  quartz.  The 
problem  is  to  save  the  lead  and  silver.  The  ore  is  brought  by  a  wire  rope  tram* 
way  to  (1). 

1.  Grizzly  with  l^-inch  spaces.     Oversize  to  (2)  ;  undersize  to  (3). 

2.  One  No.  1  Blake  breaker,  7  X  12  inches.     To  (3). 

3.  From  (1)  and  (2).     No.  1  bin.     By  sliding  block  feeder  to  (4). 

4.  One  pair  of  No.  1  rolls,  24  X  14  inches.     To  (5). 
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5.  Prom  (4)  and  (7).    One  No.  1  bucket  elevator.    To  (6). 

6.  One  No.  1  tiommeL  with  12.7-nim.  round  holes.    Oversize  to  (7) ;  under* 

size  to  (8). 

J 


no.  616a. — ^plak 

7.  Prom  (6)  and  (13).    One  pair  of  No.  2  rolls,  20  X  10  inches.    To  (6). 

8.  Prom  (6).    One  No.  2  trommel  with  7.9-mm.  ronnd  holes.    Oversiae  to 
(13) ;  undersize  to  (9). 
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9.  From  (8)  and  (19).  One  No.  3  trommel  with  5.1-mm.  ronnd  holes. 
Oversize  to  (14);  undersize  to  (10). 

10.  One  No.  4  trommel  with  3.3-mm.  round  holes.  Oversize  to  (15)  ;  under- 
size to  (11). 

11.  One  No.  1  hydraulic  classifier  with  3  spigots.  1st  spigot  to  (16) ;  2d  to 
(17)  ;  3d  spigot  and  overflow  to  (12). 

12.  One  No.  1  surface  current  box  classifier  with  two  spigots.  1st  spigot 
either  to  (20)  or  (21)  ;  2d  to  (22) ;  overflow  to  (24). 

13.  Prom  (8).  Two  No.  1  jigs.  2-8ieve  Harz  jigs.  1st  discharge  to  (23) ; 
2d  to  (7)  ;  Ist  hutch  to  (23) ;  2d  to  (7) ;  tailings  to  (24). 

14.  From  (9).  Two  No.  2  jigs.  4-8ieve  Harz  jigs.  Ist  and  2d!  discharges  to 
(23)  ;  3d  and  4th  to  (18)  ;  1st  and  2d  hutches  to  (23)  ;  3d  and  4th  to  (18) ; 
tailings  to  (24). 

15.  From  (10).     Two  No.  3  jigs.    4-8ieve  Harz  jigs.     Products  like  (14). 

16.  From  (11).  Two  No.  4  jigs.  4-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (23)  ;  4th  to  (18) ;  Ist  and  2d  hutches  to  (23) ;  3d  and  4th  to  (18)  ;  taUings 
to  (24). 

17.  From  (11).  Two  No.  5  jigs.  4-sieve  Harz  jigs.  1st  and  2d  hutches  to 
(23) ;  3d  and.  4th  to  (18) ;  tailings  to  (24). 

18.  Prom  (14),  (15),  (16),  (17).     One  No.  2  bucket-elevator.    To  (19). 

19.  One  pair  of  No.  3  rolls,  20  X  10  inches.    To  (9). 

20.  From  (12).  One  convex  revolving  slime  table.  Heads  to  (21) ;  tailings 
to  (24). 

21.  From  (12)  or  (20).  One  No.  1  vanner.  A  4-foot  Prue  vanner.  Heads 
to  (23)  ;  tailings  to  (24). 
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22.  From  (12).    One  No.  2  vanner.    A  4-foot  Prue  vanner.    Heads  to  (23)  ; 
tailings  to  (24). 
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23.  From  (13),  (14),  (15),  (16),  (17),  (21),  (22).  Concentrates  bins. 
Shipped  to  smelter. 

24.  From  (12),  (13),  (14),  (15),  (16),  (17),  (20),  (21),  (22).  TaUingB 
launder  to  waste. 

§  695.  Mill  No.  37.  Buffalo  Hump  Mining  Company,  Tiger  &  Poorman 
Branch,  Burke,  Idaho. — The  mill  as  originally  designed  is  shown  in  Figs.  516a^ 
516^.  Some  changes  have  been  made,  as  will  be  seen  by  the  outline.  Capacity 
550  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore 
consists  of  the  economic  minerals  argentiferous  galena  and  blende  and  a  gangue 
of  quartz.    The  problem  is  to  save  the  silver  and  lead.    First  and  second  class 


FIG.    516&. — ELEVATION 


ore  are  hoisted  separately  from  the  mine  and  brought  to  the  mill  in  cars,  the  first 
class  going  to  (1) ,  and  the  second  class  to  (5). 

1.  Picking  tables.     Smelting  ore  to  (2) ;  residue  to  (3). 

2.  No.  1  or  shipping  ore  bin.     To  smelter. 

3.  From  (1).     No.  2  or  concentrating  ore  bins.     To  (4). 

4.  Two  No.  1  breakers,  one  Comet  C,  and  one  9  X  15-inch  Blake,  crushing  to 
IJ  inches.    By  inclined  conveyor  to  (6). 

5.  One  No.  2  breaker,  a  Gates  No.  6,  for  second'  class  ore,  crushing  to  1^  inches. 
To,  (6). 

6.  From  (4)  and  (5).     No.  3  or  supply  bins.     By  feeder  to  (7). 

7.  From  (6)  and  (9).     One  pair  of  No.  1  rolls,  26  X  15  inches,  set  f  inch 
apart.     To  (8). 
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8.  From  (7),  (27)  and  (28).     One  No.  1  bucket  elevator.     To  (9). 

9.  One  No.  1  trommel^  with  26-mni.  round  holejs.     Oversize  to  (7) ;  undersize 
to  (10). 

10.  One  No.  2  trommel  with  20-mm.  holes.     Oversize  to  (18) :  undersize  to 

(11). 

11.  One  No.  3  trommel,  with  12-mm.  holes.    Oversize  to  (19) :  undersize  to 
(12). 

12.  One  No.  4  trommel,  with  lO-muL  holes.     Oversize  to  (20) ;  undersize  to 
(13). 

13.  One  No.  5  trommel,  with  6-mm.  holes.    Oversize  to  (21) ;  nudiersize  to 
(14). 

14.  One  No.  6  trommel,  with  4-mm.  holesw     Oversize  to  (22) ;  undersize  to 
(16). 

15.  Two  No.  1  hydraulic  classifiers  with  4  spigots  each.     1st  spigot  to  (23)  ;  2d 
to  (24)  ;  3d  to  (25)  ;  4th  to  (26) ;  overflow  to  (16). 

16.  From  (15)  and  (32).     Two  No.  1  box  classifiers  with  two  spigots  each. 
1st  spigot  to  (38) ;  2d  to  (39)  ;  overflow  to  (17). 

17.  From  (16)  and  (40).    No.  2  box  classifier.    Spigot  to  (41) ;  overflow  to 
(44). 

18.  From  (10).    Two  No.  1  jigs.     2-sieve  sliding-block  jigs.     Ist  discharge 
and  hutch  to  (42)  ;  2d  to  (27) ;  tailings  to  (27). 


OF  MILL  37. 

19.  From  (11).     Pour  No.  2  jigs.    4-8ieve  Harz  jigs.     1st  and  2d  discharges 
and  hutches  to  (42) ;  3d  and  4th  to  (28) ;  tailings  to  (44).  \ 

20.  From  (12).     Four  No.  3  jigs.     4-8ieve  Harz  ji^.     Products  like  (19). 

21.  From  (13).     Three  No.  4  jigs.     4-8ieve  Harz  jigs.     1st  and  2d  discharges 
and  hutches  to  (42)  ;  3d  and  4th'to  (29)  ;  tailings  to  (44). 

22.  From  (14^.     Three  No.  5  jigs.    4-8ieve  Harz  jigs.     Products  like  (21 ). 

23.  From  (15).     Three  No.  6  jigs.     4-8ieve  Harz  jigs, 
and  hutches  to  (42)  ;  3d  and  4th  to  (37)  ;  tailings  to  (44). 

24.  From  (15).     Three  No.  7  jigs,     i-sieve  Harz  jigs. 

25.  From  (15^.     Three  No.  8  jigs.     4-8ieve  Harz  jigs. 

26.  From  (15).    Three  No.  9  jigs.    4-sieve  Harz  jigs. 


1st  and  2d  discharges 

Products  like  (23). 
Products  like  (23). 
Products  like  (23).  . 
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27/  From  (18).  One  pair  of  No.  2  rolls,  26  X  15  inches,  set  \  inch  apart  To 
(8). 

28.  From  (19)  and  (20).  One  pair  of  No.  3  rolls,  20  X  12  inches^  set  i  inch 
apart    To  (8). 


29.  From  (21),  (22),  (31)  and  (88).    One  pair  of  No.  4  rolls,  42  X  12  indiee, 
set  -^  inch  apart    To  ( 30) . 

30.  From  (29)  and  (37).    Two  No.  2  bucket  elevators.    To  (31). 
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FIG.  616d. — CROSS  SECTION  THBOUGH  VANNBBS. 


MG.  616e, — CROSS  SECTION  THROUGH  SLIME  TABLES. 


PIG.  616/. — CROSS  SECTION  IN  FRONT  OF  ROLLS. 
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Products  like  (21). 
Products  like  (23). 
Products  like  (23). 
Products  like  (23). 
Two  Huntington 


31.  Two  No.  7  trommels.  Sectional  with  3  and  7-mm.  holes.  Over  7  mm. 
to  (29)  ;  through  7  on  3  mm.  to  (33) ;  through  3  mm.  to  (32). 

32.  Two  No.  2  hydraulic  classifiers  with  4  spigots  each.  1st  and  2d  spigots  to 
(34)  ;  3d  to  (35) ;  4th  to  (36) ;  overflow  to  (16). 

33.  From  (31).     Two  No.  10  jigs.    4-sieve  Harz  jigs. 

34.  Prom  (32).     Two  No.  11  jigs.    4-gieve  Harz  jigs. 

35.  From  (32).     Two  No.  12  jigs.     4-sieve  Harz  jigs. 

36.  From  (32).     Two  No.  13  jigs.    4-si6ve  Harz  jigs. 

37.  From  (23),  (24),  (25),  (26),  (34),  (35)  and  (36). 
mills  with  30-mesh  screens.     To  (30). 

38.  From  (16).  Four  3-deck  convex  revolving  slime  tables.  Stuff  is  all  fed 
on  upper  and  middle  decks  which  make  healds  to  (42)  and  tailings  by  a  V-unwa- 
tering  box  to  lower  decks  which  make  head«  to  (42),  middlings  to  (40)  and  tail- 
ings to  (44).     Overflow  of  V-box  goes  to  (40). 

39.  From  (16).     Six  6-foot  Frue  vanners.     Heads  to  (42)  ;  tailings  to  (40). 

40.  From  (38)  and  (39).     Centrifugal  pump.    To  (17). 

41.  From  (17).  Four  Wilfley  tables.  Heads  to  (42) ;  middlings  returned  to 
same  table ;  tailings  to  (44). 

42.  From  (18),  (19),  (20),  (21),  (22),  (23),  (24),  (25),  (26),  (33),  (34), 
(35),  (36),  (38),  (39)  and  (41).  No.  1  settling  tanks.  Settlings  are  sampled, 
weighed  and  wheeled  into  cars  to  go  to  smelter;  overflow  to  (43). 
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43.  No.  2  settling  tanks.  Settlings  sampled,  weighed  and  wheeled  into  cars 
to  go  to  smelter ;  overflow  to  (44) . 

44.  From  (17),  (19),  (20),  (21),  (22),  (?3),  (24),  (25),  (26),  (83),  (34), 
(35),  (36),  (38),  (41)  and  (43).    Tailings  launder.    To  waste. 

The  labor  required  is  12  men  by  day  and  8  by  night. 

The  power  is  furnished)  in  winter  by  a  Corliss  engine  with  cylindCT  18  X  42 
inches,  making  86  revolutions  per  minute.  In  the  spring  and  summer,  water 
power  is  used  supplemented  if  necessary  by  the  engine. 

Crude  ore  from  the  mine  averages  10%  lead,  5%  zinc  and  5  ounces  silver  per 
ton;  shipping  ore  50%  lead  and!  25  ouoices  silver;  concentrates  56%  lead,  9% 
zinc  and  26  ounces  silver ;  tailings  1"%  lead,  4%  zinc  and  f  ounce  silver,  the  extra 
loss  in  silver  being  carried  off  with  the  zinc.  One  hundred  tons  of  ore  yield  about 
13  tons  of  concentrates.  The  mill  saves  about  90%  of  the  lead,  85%  of  the  silver 
and  25%  of  the  zinc.  Monthly  shipments  are  100  to  300  tons  of  shipping  ore  and 
about  2^00  tons  of  concentrates. 

§  696.  The  New  Hi^imelfahbt  Mill,  Freiberg,  Saxony.*** — Capacity  150 
metric  tons  in  10  hours.'  The  mill  runs  10  hours  per  day.  The  ore  consists  of  the 
economic  minerals  galena,  heavy  blende  containing  33%  iron,  pyrite,  arsenopvrite 
and  sometimes  chalcopyrite,  in  coarse  and  fine  crystallization,  and  a  gangue  either 
of  gneiss  or  of  sometimes  a  quartzose,  sometimes  a  spathic  rock ;  only  the  galena  is 
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silver  bearing.  The  problem  is  to  separate  all  the  minerals  from  the  gangae  and 
from  each  o&er.  At  the  various  shafts  a  little  rich  ore  and  waste  are  picked  out 
and  the  residue  is  hauled  to  the  mill  by  horses  in  railroad  cars  holding  1,100  to 
1,200  kilos  each,  which  are  lifted  by  a  platform  elevator  to  the  receiving  floor  and 
dumped  to  (1). 

1.  Four  hopners  holding  6,000  kilos  each.     By  four  feeders  to  (2). 

2.  Four  ridales  with  30-mm.  holes,  supplied  with  a  stream  of  water.  Oversize 
to  (3)  ;  undersize  to  (4). 

3.  Four  breakers.    To  (4). 

4.  From  (2)  and  (3).  Two  No.  1  trommels  with  7,  9,  12  and  16-mm.  holesi 
Over  16  mm.  to  (5) ;  through  16  on  12  mm.  to  (20) ;  through  12  on  9  mm.  to 
(21)  ;  through  9  on  7  mm.  to  (22)  ;  through  7  mm.  to  (7). 

5.  Two  picking  belts.  Galena  to  (43) ;  pyrite  and  arsenopyrite  to  (44)  ;  bar- 
ren rock  to  (46)  ;  residue  to  (6). 

6.  Two  pairs  of  No.  1  rolls,  700  X  340  mm.     To  (7). 

7.  Prom  (4)  and  (6).  Two  No.  2  trommels  with  4,  5^,  7  and  9-mm.  holes. 
Over  9  mm.  to  (8) ;  through  9  on  7  man.  to  (23) ;  through  7  on  5J  mm.  to  (24)  ; 
through  5i  on  4  mm.  to  (25) ;  through  4  mm.  to  (14). 

8.  From  (7)  and  (29).    Two  pairs  of  No.  2  rolls,  700  X  340  mm.    To  (9). 

9.  Two  No.  3  trommels  with  4,  5  and  7-mm.  holes.  Over  7  mm.  to  (10) ; 
through  7  on  5  mm.  to  (26) ;  through  5  on  4  mm.  to  (27)  ;  through  4  nuri. 
to  (14). 

10.  Two  pairs  of  No.  3  rolls,  700  X  340  mm.    To  (11). 

11.  Two  No.  4  trommels  with  4-mm.  holes.  Oversize  to  (12);  undersize 
to  (14). 

12.  From  (11),  (20),  (21),  (22).  (23),  (24),  (25),  (26),  (27),  (30),  (31). 
Two  No.  1  bucket  elevators.     To  (13). 

13.  Thirty  gravity  stamps  arranged  in  six  batteries  using  a  screen  with  2-mm. 
holes.     To  (14). 

14.  From  (7),  (9),  (11)  and  (13).  Two  No.  5  trommels  with  3-mm.  holes. 
Oversize  to  (30)  ;  undersize  to  (15). 

15.  Two  No.  6  trommels  with  2-mm.  holes.  Oversize  to  (31) ;  undersize 
to  (16). 

16.  Two  No.  1  pointed  boxes  with  3  spigots  each.  1st  spigot  to  (32)  ; 
2d  to  (33) ;  3d  to  (34)  ;  overflow  by  centrifugal  pump  to  (17). 

17.  Two  No.  2  pointed  boxes  with  9  spigots  each.  First  three  spigots  to  (36)  ; 
last  six  spigots  to  (37)  ;  overflow  to  (18). 

18.  Two  No.  3  pointed  boxes  with  six  spigots  each.  First  two  spigots  to  (38)  ; 
last  four  spigots  to  (19)  ;  overflow  to  (49). 

19.  Two  No.  4  pointed  boxes  with  4  spigots  each.  Spigots  to  (39) ;  overflow 
to  (49). 

20.  From  (4).  Two  No.  1  jigs.  5-sieve  Harz  jigs.  1st  sieve  (galena)  to  (43)  ; 
2d  and  3d  sieves  (considerable  galena)  to  (29) ;  4th  and  5th  sieves  (little  galena) 
to  (12)  failings  to  (46). 

21.  From  (4).    Two  No.  2  jigs.    5-sieve  Harz  jigs.    Products  like  (20). 

22.  From  (4).    Two  No.  3  jigs.    5-sieve  Harz  jigs.    Products  like  (20). 

23.  From  (7).    Two  No.  4  jigs.    5-8ieve  Harz  jigs.    Products  like  (20). 

24.  From  (7).  Two  No.  5  jigs.  5-sieve  Harz  jigs.  1st  sieve  (galena)  to 
(43) ;  2d  sieve  to  (28)  ;  3d  sieve  (pyrite)  to  (44)  ;  4th  sieve  (poor  grade  pyrite) 
to  (44) ;  5th  sieve  (blende  middlings)  to  (12)  ;  tailings  to  (46).  When  arseno- 
pyrite occurs  in  the  ore,  in  which  case  blende  is  commonly  absent,  the  3d  sieve 
yields  arsenopyrite  to  (44),  and  the  4th  sieve,  pyrite  to  (44).  On  the  other  hand, 
when  blende  is  present,  arsenopyrite  is  usually  absent  and  the  4th  sieve  yields 
blende  to  (46). 
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25.  From  (7).  Two  No.  6  jigs.    5-8ieve  Harz  jigs.    Products  like  (24). 

26.  Prom  (9).    Two  No.  7  jigs.    5-sieve  Harz  jigs.    Products  like  (24). 

27.  From  (9).    Two  No.  8  jigs.    5-8ieve  Harz  jigs.    Products  like  (24). 

28.  Prom  (24),  (26),  (26),  (27).  Two  No.  9  jigs.  S^ieve  Harz  jigs.  Exact 
disposition  of  products  unknown  but  probably  the  earlier  sieves  made  galena  to 
(43),  while  the  later  sieves  and  tailings  go  to  (29). 

29.  From  (20),  (21),  (22),  (23)  and  (28).  Two  No.  2  bucket  elevators. 
To  (8). 

30.  From  (14).  Two  No.  10  jigs.  5-sieve  Harz  jigs.  1st  sieve  (galena)  to 
(43) ;  2d  sieve  (galena  and  arsenopyrite  or  galena  and  pyrite  middlings)  to  (12) ; 
3d  sieve  (arsenopyrite  and  pyrite)  to  (44) ;  4th  and  5th  sieves  (pyrite  and  blende 
middlings)  to  (12)  or  (if  blende  absent)  to  (44^  •  tailings  to  (47). 

31.  From  (16).    Two  No.  11  jigs.    5-sieve  Harz  jigs.    Products  like  (30). 

32.  From  (16).  Two  No.  12  jigs.  6-sieve  Harz  jigs.  Products  like  (30) 
except  2d,  4th  and  5th  sieves  to  (36). 

33.  From  (16).    Two  No.  13  jigs.    5-sieve  Harz  jigs.    Products  like  (32). 

34.  From  (16).    Two  No.  14  jigs.    5-sieve  Harz  jigs.    Products  like  (32). 

35.  From  (32),  (33)  and  (34).  Two  No.  15  jigs.  6-sieve  Harz  jigs.  Exact 
disposition  of  products  unknown  but  probably  galena  to  (43) ;  pyrite  and  arseno- 
pyrite to  (44)  ;  blende  to  (45) ;  tailings  to  (47). 

36.  From  (17).  No.  16  jigs.  Two  series,  each  containing  three  Bilharz  oblong 
movable  sieve  jigs.  1st  jig  (if  galena)  to  (43) ;  or  (if  galena  middlings)  re- 
turned to  same  jig;  2d  jig  (pyrite)  to  (44) ;  3d  jig  (blende)  to  (45) ;  tailings 
to  (49). 

37.  Prom  (17).  No.  17  jig.  A  Bilharz  circular  movable  sieve  jig  with  six 
sieves.     All  the  sieves  make  hutches  to  (40)  and  tailings  to  (49). 

38.  From  (18).  Two  No.  18  jigs.  Bilharz  oblong  movable  sieve  jigs.  Con- 
centrates to  (41) ;  tailings  to  (49). 

39.  From  (19).  Four  No.  1  Stein  tables.  Galena  to  (43) ;  galena  middlings 
to  (42) ;  pyrite  to  (44) ;  blende  middlings  (if  blende  is  present)  to  (42) ;  tailings 
to  (49). 

40.  From  (37).     Six  No.  2  Stein  tables.     Products  like  (39). 

41.  From  (38).    Two  No.  3  Stein  tables.    Products  like  (39). 

42.  From  (39),  (40>  and  (41).  Two  No.  4  Stein  tables.  Exact  destination 
of  products  unknown  but  probably  galena  to  (43)  ;  pyrite  to  (44)  ;  blende  to 
(46) ;  tailings  to  (49). 

43.  From  (5),  (20),  (21),  (22),  (23),  (24),  (26),  (26),  (27),  (28), 
(30),  (31),  (32),  (33),  (34),  (35),  (36),  (39),  (40),  (41)  and  (42).  Store 
bins  for  galena.  The  coarse  stuff  is  stamped  by  20  gravity  stamps  so  that  it  will 
all  pass  through  a  sieve  with  10  meshes  per  linear  inch.  The  stuff  is  smelted  for 
lead  and  silver. 

44.  From  (5),  (24),  (25),  (26),  (27),  (30),  (31),  (32),  (33),  (34),  (35), 
(36),  (39),  (40),  (41)  and  (42).  Store  bins  for  pyrite  and  arsenopyrite.  These 
are  roasted  separately  and  the  sulphur  and  arsenic  used  for  making  sulphuric 
acid  and  arsenical  compounds  and  the  residues  are  used  as  a  flux  for  the  smelter. 

45.  From  (24),  (25),  (26),  (27),  (35),  (36)  and  (42).  Store  bins  for  blende. 
This  goes  to  market. 

46.  From  (5),  (20),  (21),  (22),  (23),  (24),  (25),  (26)  and  (27).  No.  3 
bucket  elevator  lifting  to  No.  7  trommel  which  makes  such  sizes  of  the  tailings 
as  the  purchasers  desire. 

47.  Prom  (30),  (31),  (32),  (33),  (34)  and  (35).  Unwatering box.  Settlings 
by  No.  4  bucket  elevator  to  No.  7  trommel;  overflow  to  (48). 

48.  No.  1  settling  tank.  Settlings  by  scraper  to  No.  4  bucket  elevator ;  over- 
flow repumped  back  into  the  mill  as  clear  water. 
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49.  From  (18),  (19),  (36),  (37),  (38),  (39),  (40),  (41)  and  (42).  No.  2 
settling  tanks.  Three  tanks  having  total  area  of  900  square  meters.  Settlings 
to  waste;  overflow  repumped  back  into  the  mill  as  clear  water. 

The  labor  required  is  53  men,  which  may  be  put  under  three  heads:  (a)  Oen^ 
eral  Superintendence — 2  head  overseers  and  2  assistant  overseers;  (b)  Coarse 
Division — 2  men  at  foot  of  platform  elevator,  2  men  at  top,  2  men  at  breakers, 
8  to  10  boys  or  old  men  at  picking  belts,  1  man  on  the  middle  story,  4  men  wheel- 
ing stuff  on  the  lower  story,  1  man  on  stamps,  1  overseer,  1  en^neer  for  mill 
engine,  1  fireman  and  1  blacksmith;  (c)  Medium  and  Fine  Division — 2  men  on 
jigs  Nos.  10  to  15  inclusive,  4  men  shoveling,  2  men  wheeling,  2  men  on  the 
rest  of  the  jigs,  4  men  on  the  Stein  tables,  4  men  wheeling  table  stuff,  3  men 
wheeling  waste,  1  carpenter  and  1  overseer. 

The  power  is  furnished  by  a  compound  engine  working  under  a  steam  pres- 
sure of  110  pounds  per  square  inch,  making  70  revolutions  per  minute,  with 
high  pressure  cylinder  390  X  800  mm.  and  low  pressure  cylinder  640  X  800  mm., 
indicating  105  horse  power.  There  are  3  boilers  which  run  the  mill  engine,  the 
platform  elevator  (8  horse  power),  the  electric  lighting  apparatus  (20  horse 
power)  and  the  20  stamps  for  galena  (10  horse  power).  The  power  required  for 
the  individual  machines  is  as  follows :  shafting  and  friction,  6 ;  4  breakers,  16 ; 
2  No.  1  trommels,  0.8 ;  2  picking  belts,  1 ;  2  pairs  No.  1  rolls,  8 ;  2  No.  2  trommels, 
0.6 ;  2  No.  2  rolls,  7 ;  2  No.  3  trommels,  0.5 ;  2  pairs  No.  3  rolls,  6 ;  2  No.  4  trom- 
mels, 0.4;  2  No.  1  elevators,  0.6;  2  No.  2  elevators,  0.6;  30  stamps,  12;  4  No.  1 
and  No.  2  jigs,  2 ;  14  No.  3  to  No.  9  jigs,  7 ;  4  No.  5  and  No.  6  trommels,  0.6 ; 
12  No.  10  to  No.  15  jigs,  7 ;  1  large  pump  for  water,  4 ;  1  small  centrifugal  pump, 
2 ;  2  No.  3  and  No.  4  elevators,  0.8 ;  2  centrifugal  pumps  for  slimes,  4 ;  1  cen- 
trifugal pump  for  clear  water,  1;  1  No.  17  jig,  1;  14  tables,  2.8;  8  No.  16  and 
No.  18  jigs,  1.2 ;  total  92.9  horse  power.  A  second  engine  with  cylinder  230  mm. 
diameter  X  350  mm.  long,  developing  20  horse  power  when  running  at  160  to 
200  revolutions  per  minute  under  a  steam  pressure  of  110  pounds,  and  cutting 
oflf  at  \  stroke,  furnishes  power  for  running  the  dynamo.  There  are  110  incan- 
descent lamps  of  16  candle  power  each,  and  6  arc  lamps  of  1,000  candle  power 
each. 

Water  is  brought  to  the  mill  by  a  ditch  and  is  stored  in  a  reservoir  holding 
10,000  cubic  meters.     The  mill  receives  1  cubic  meter  (264.19  gallons)   per 
minute.    Part  of  this  is  used  by  the  boilers  and  the  remainder  passes  through  . 
the  condenser  and  thence  to  the  mill.     In  addition  to  the  fresh  water  supply 
there  are  also  0.950  cubic  meter  per  minute  obtained  from  the  settling  tanks. 

The  galena  carries  0.15  to  0.17%  and  sometimes  0.20%  silver.  The  tailings 
of  jigs  No.  1  to  No.  15  average  0.005%  silver,  8  to  10%  sulphur  and  9  to  12% 
zinc;  those  of  No.  16  and  No.  18  jigs,  0.001%  silver,  2%  sulphur  and  4%  zinc; 
those  of  No.  17  jig,  0.002%  silver,  §%  sulphur  and  8%  zinc;  those  of  the  tables, 
0.003%  silver,  1%  lead,  12%  sulphur  and  9%  zinc;  the  settlings  in  No.  2  settling 
tanks  give  0.01%  silver,  2%  lead,  8%  sulphur  and  6%  zinc.  The  overflow  of  the 
settling  tanks  contains  0.227  kilo  of  solid  matter  per  cubic  meter  which  averages 
0.01%  silver,  10%  sulphur  and  9%  zinc. 

The  especial  points  to  be  noted  about  this  mill  are  that  it  is  modem,  having 
been  put  in  operation  in  October,  1889 ;  that  the  ore  passes  along  continuously 
and  automatically  throughout;  that  the  mill  is  divided  into  two  sections  for 
treating  two  classes  of  ore  independently  if  necessary;  that  it  employs  graded 
treatment;  that  all  the  trommel  oversizes  are  recrushed,  this  being  rendered 
necrjseary  by  the  sending  of  middlings  back  into  the  main  system. 

§  697.  Mill  at  Laurenburg  on  the  Lahn  in  Prussia.**' — (See  Pigs.  617a 
and  5176.) — Capacity  200  tons  in  10  hours.  The  ore  consists  of  the  economic 
minerals  galena,  blende  and  chalcopyrite,  and  a  gangue  of  quartz  and  siderite. 
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The  country  rock  is  graywack.     The  problem  is  to  save  the  lead,  zinc  and  copper 
separately.     The  ore  is  hoisted  up  an  inclined  plane  to  (1). 

Breaking  and  Picking  Building. 

1.  One  grizzly  with  150-mm.  spaces.     Oversize  by  hopper  and  feeder  to  (2) ; 
undersize  to  No.  1  bin  (5). 

2.  One  No.  1  jaw  breaker  crushing  to  76  or  80  mm.     To  (3). 


Scale-  litf  aiae 
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FIG.  517a. — ^BLBYATION  OF  MILL  AT  LAURBNBURa. 
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FIG.   5176. — PLAN. 
LEGEND  FOR  FIGS.  517a  AND  5176. 


a.  HolBt. 

h.  Breaking  and  picking  building. 

o.  Storage  bins. 

d.  Rock  oreaker  floor. 

€.  Picking  and  coane  rolls  floor. 

f.  Medium  and  fine  rolls  and  coarse  Jigs  floor. 

X.  Medium  Jigs  and  stamp  floor. 
.  Fine  Jigging  building. 


i.  Large  apitaka$U%. 
k.  Slimes   division. 
/.  Slimes  division  for  old  talUngi. 
m.  Boilers, 
n.  Engine, 
o.  Engine. 
p.  Workshops. 


3.  One  No.  1  shaking  screen  with  25-mm.  holes.  Oversize  to  (4) ;  undersize 
to  No.  2  bin  (5). 

4.  One  circular  revolving  picking  table.  Galena  to  smelter;  blende  to  market; 
chalcopyrite  to  smelter;  some  rich  complex  material  to  be  cobbed  in  the  same 
room ;  concentrating  ore  to  No.  3  bin  (5) ;  siderite  to  market ;  barren  rock  to  waste 
dump. 

5.  From  (1),  (3),  (4).  No.  1,  2  and  3  bins.  Material  is  wheeled  over  a 
trestle  to  (6). 
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Rock  Breaker  Floor. 

6.  Four  No.  4  bine.     To  (7). 

7.  Four  No.  2  shaking  screens  with  25-mm.  holes.  Oversize  to  (8) ;  under- 
size  to  (9). 

8.  Four  Kiev  jaw  breakers,  220  X  440  mm.,  crushing  to  between  30  and  60  mm. 
To  (9). 

Picking  and  Coarse  Rolls  Floor, 

9.  From  (7)  and  (8).  Two  No.  1  trommels.  Sectional  with  six  sizes  of  holes 
Tanging  from  25  ( ?)  mm.  to  7  mm.  Over  25  ( ?)  mm.  to  (10)  ;  sizes  between 
25  (?)  mm.  and  7  mm.  separately  to  (12) ;  under  7  mm.  to  (13). 

10.  Two  circular  picking  tables.  Galena  to  smelter ;  blende  to  market ;  chal- 
copyrite  to  smelter;  siderite  to  market;  concentrating  ore  by  two  shaking  feeders 
to  (11)  ;  barren  rock  to  waste  dump. 

11.  Two  pairs  of  No.  1  or  coarse  rolls,  crushing  to  10  or  12  mm.    To  (13). 

Medium  and  Fine  Rolls  and  Coarse  Jigs  Floor. 

12.  From  (9).  Twelve  No.  1  or  coarse  jigs.  Two  rows  of  5-sieve  jigs  treat- 
ing various  sizes  from  (9).  Oalena  to  smelter;  rich  galena-blende  middlings 
to  be  rejigged  on  separate  jigs;  rich  blende  middlings  to  (16) ;  poor  middlings 
to  (14)  ;  tailings  to  waste. 

13.  From  (9),  (11).  Two  No.  2  trommels.  Sectional  with  four  sizes  of  holes 
ranging  from  9  (  ?)  mm.  to  4  mm.  Over  9  (  ?)  mm.  by  bucket  elevator  to  (14) ; 
sizes  between  9  ( ?)  and  4  mm.  separately  to  (20) ;  under  4  mm.  to  (23). 

14.  From  (12),  (13).  Two  pairs  of  No.  2  or  medium  rolls,  crushing  to  about 
6  mm.     To  (18). 

15.  From  (21).  Two  pairs  of  No.  3  or  fine  rolls  crushing  to  about  4  mm. 
To  (19). 

16.  From  (12),  (20).  One  pair  of  No.  4  or  blende  rolls,  crushing  to  4  mm. 
To  (17).  , 

17.  One  No.  3  trommel.  Sectional  with  four  sizes  of  holes  ranging  from 
4  mm.  to  1  mm.  Coarse  sizes  to  jigs,  the  exact  location  of  which  is  not  known 
to  the  author,  but  they  are  probably  among  the  fine  jigs  (25) ;  under  1  mm. 
to  (24). 

Medium  Jigs  and  Stamp  Floor. 

18.  From  (14).  Two  No.  4  trommels.  Sectional  with  three  sizes  of  holes 
Tanging  from  7  mm.  to  4  mm.  Over  7  mm.  to  (21) ;  sizes  between  7  and  4  mm. 
separately  to  (25) ;  under  4  mm.  to  (23). 

19.  From  (15).  Two  No.  5  trommels  with  4-mm.  holes.  Oversize  to  (22) ; 
undersize  to  (23). 

20.  From  (13).  Eleven  No.  2  or  medium  jigs.  Two  rows  of  5-sieve  jigs 
treating  various  sizes  from  (13).  Oalena  to  smelter;  rich  galena-blende  mid- 
dlings to  be  rejigged  on  separate  jigs;  rich  blende  middlings  to  (16);  poor 
middlings  to  (21)  ;  stamp  material  to  (22)  ;  tailings  to  waste. 

21.  From  (18),  (20).     Elevator  to  (15). 

22.  From  (19),  (20),  (25),  (26).  Twentv  gravity  stamps  crushing  to  about 
IJ  mm.     To  (23). 

Fine  Jigging  Building. 

23.  From  (13),  (18),  (19),  (22).  Four  (?)  sets  of  trommels  with  three 
in  series  in  each  set,  having  3,  2,  and  1-mm.  holes.  Oversizes  to  (25) ;  final 
xmdersize  to  (24). 

24.  From  (17),  (23).  Two  classifiers.  Spigots  probably  to  (26);  overflow 
to  (29). 
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25.  From  (18),  (23),  and  (24).  Twenty-five  No.  3  or  fine  jigs.  Galena  to 
smelter;  some  middlings  to  be  rejigged;  some  middlings  to  (28);  some  mid- 
dlings to  (22) ;  tailings  to  (26). 

26.  Spitzkasten.  Spigots  back  to  some  of  the  fine  jigs  (25)  yielding  an  en- 
riched product  to  (22)  and  tailings  to  waste;  overflow  to  (27). 

27.  Spitzkasten.  Spigots  to  six  Stein  tables,  the  exact  products  of  which  are 
not  known  to  the  author;  overflow  to  (29). 

28.  Prom  (25).  Two  bumping  tables.  Exact  products  unknown  to  the 
author. 

Large  Spitzkasten. 

29.  From  (24),  (27)  and  also  all  the  slime  water  which  comes  from  the  un- 
watered  tailinga  of  the  previous  machines.  Ten  large  spitzkasten,  half  of  them 
for  galena  slimes  and  half  for  blende  slimes.  Spigots  to  (30)  ;  overflow  dear 
water  to  be  used  over  in  the  mill. 

Slimes  Division, 

30.  From  (29),  (32),  (33),  (34),  (36).  Sixteen  small  spitzkasten  in  a  double 
row.     Spigots  to  (31) ;  overflow  to  (38). 

31.  Four  compound  Stein  tables  each  made  up  of  four  single  tables.  Galena 
to  smelter;  rich  middlings  to  (32) ;  poor  middlings  to  (32) ;  tailings  to  (32). 

32.  Four  spitzkasten,  one  for  rich  middlings,  one  for  poor  middlings,  and 
two  for  tailings.     Spigots  separately  to  (33) ;  overflow  to  (30). 

33.  Four  compound  Stein  tables  each  made  up  of  four  single  tables.  Galena 
or  blende  concentrates,  not  quite  rich  enough  to  ship,  are  removed  by  hand  and 
enriched  on  Stein  or  Schranz  tables;  rich  middlings  by  centrifugal  pump  to 
(34) ;  poor  middlings  by  centrifugal  pump  to  (30)  ;  tailings  by  centrifugal  pump 
to  (34). 

34.  From  (33)  and  (35).  Two  spitzkasten,  one  for  rich  middlings  and  one 
for  tailings.     Spigots  separately  to   (35);  overflow  to   (30). 

35.  Two  compound  Stein  tables  each  made  up  of  four  single  tables,  one  table 
for  rich  middlings  and  one  for  tailings.  Products  like  (33)  except  tailings 
to  (36). 

36.  Two  spitzkasten.     Spigots  to  (37) ;  overflow  to  (38). 

37.  Four  Stein  tables.  Concentrates  to  smelter;  tailings  sand  to  waste;  tail- 
ings water  to  (38). 

38.  From  (30),  (36),  (37).  Settling  hasin  outside  the  mill.  Settlings  are 
waste;  water  probably  used  over  again. 

The  overflows  from  the  concentrates  boxes  of  the  tables  are  settled  in  a  series 
of  tanks  yielding  settlings  which  go  to  their  proper  destination  according  to 
quality,  and  overflow  which  is  clear  water  to  be  used  over  in  the  mill. 

Slime  Division  for  Old  Tailings. 

Old  tailings  are  now  being  worked  over.  They  are  first  shoveled  to  a  latmder 
having  3-mm.  holes  at  its  end.  What  passes  through  is  elevated  by  a  bucket 
wheel  to  a  classifier  which  yields  coarse  stuff  to  be  treated  on  a  sand  jig  and  fine 
stuff  to  spitzkasten,  etc.,  just  as  in  the  other  slime  division. 

The  labor  required  is  about  130  men  and  boys  in  10  hours.  There  are 
8  boys  in  the  present  slime  division  and  9  men  in  the  slime  division  for  old 
tailings. 

This  mill  was  erected  about  1893.  In  a  general  way  the  treatment  of  galena 
material  is  done  separately  from  that  of  blende  material  especially  in  the  finer 
part  of  the  mill.  The  article  from  which  the  preceding  outline  has  been  made 
does  not  indicate  clearly  the  exact  arrangement  of  the  machines  in  some  parts 
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of  the  mill,  and  therefore  the  author  can  not  be  sure  that  the  ontiLine  is  correct 
in  every  point,  although  to  the  best  of  his  knowledge  and  belief  it  is  so. 

Power  for  the  breaking  and  picking  building  is  furnished  by  a  SS-horse  power 
engine ;  for  the  main  washing  buildings  by  a  300-horse  power  compound  engine ; 
and  for  the  slimes  division  by  a  60-horse  power  engine. 

§698.  The  Ore  Dressing  Mill  at  Clausthal,  Germany."* — (See  Figs. 
618a  and  5186.) — Capacity  about  275  tons  per  day.  The  coarse  divisions  of  the 
mill  down  to  and  including  the  coarse  jigs  run  11  or  12  hours  per  day,  while 
the  fine  divisions  run  24  hours  per  day. 

The  ore  consists  of  the  economic  minerals  galena,  blende,  copper  pyrites  and 
iron  pyrites  and  a  gangue  of  quartz,  calcite,  slate  and  graywack.  The  problem 
is  to  save  the  lead,  zinc  and  copper  separately.  In  the  upper  levels  oxidized 
ores  of  lead  and  zinc  were  found.  The  character  of  the  ore  has  changed  in  recent 
years,  the  proportion  of  blende  having  greatly  increased,  as  may  be  seen  by 
reference  to  the  products  given  on  paige  973. 


Fio.  518a. — elevation  op  ore  dressing  works  at  clausthal. 


PIG.   6186. — PLAN. 
LEGEND  FOR  FIGS.  618a  AND  6186. 


Breaker  booee. 
Dry  cobbing  bouee. 
Wet  cobbing  boiue. 
Small  picking  bouae. 
Coarae  trookmel   booae. 
Fine   trommel    bouae. 
Coarae  roll*  bovae. 

Tbe  old  atamp  milla  X., 


8.  Coarae  jiga  bouae. 

9.  Medium  and  fine  rolla  bouae. 

10.  Medium  and   fine  jlga  bouaa. 

11.  Gravity  atamp  bouae. 
U.  Sand  waablng  bouae. 
IS.  Slime  waablng  bouae. 
14.  Auxiliary    waablng    bouae. 


XI..  and  XII.  are  not  abowo. 


In  early  times  the  ore  at  this  place  was  treated  in  several  small,  isolated  stamp 
mills.  In  1871  and  1872  the  present  central  establishment  was  erected  and  three 
of  the  old  stamp  mills  (X.,  XI.  and  XII.)  are  used  to  treat  certain  products 
of  the  main  mill. 

In  the  mine  all  the  fine  ore,  except  that  from  poor  parte  of  the  mine,  is 
hoisted  directly.  Coarse  stuff  up  to  100  mm.  size  is  hand  picked  to  remove  waste, 
which  is  kept  in  the  mine.  Coarse  stuff  above  100  mrii.  size,  unless  its  appear- 
ance is  such  as  to  show  that  mineral  is  finely  disseminated  through  it,  is  broken 
by  sledges  and  picked  over  to  remove  waste.  The  chutes  for  ore  have  a  grating 
over  them  which  has  holes  250  or  300  mm.  in  diameter,  to  prevent  anything 
coarser  than  this  size  from  leaving  the  mine.  All  kinds  of  ore  are  hoisted  to- 
gether and  go  to  the  grizzlies  in  the  breaker  house. 

Since  this  mill  uses  the  non-continuous  system,  there  being,  just  following 
the  two  cobbing  houses,  large  storage  banks  for  piling  up  the  different  kinds  of 
material  picked  out  in  these  houses,  and  since  for  this  and  other  reasons  it  is 
somewhat  complicated,  the  author  has  thought  it  best  to  depart  from  the  usual 
form  and  to  use  the  graphical  scheme  in  describing  it,  (see  pages  966  to  972). 
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§  699         SUMMARY  OF  PBlNCIPLBa  AND  OVTLINEB  OF  MILLS.  973 

The  labor  required  is  450  men  per  24  hours  on  an  average. 

Power  is  furnished  to  the  mill  as  follows:  A  50-horse  power  Corliss  engine 
with  one  cylinder  runs  the  breaker  house.  A  lOCKhorse  power -Corlia^  engine  with 
two  cylinders  runs  the  coarse  and  medium  and  fine  rolls  houses.  A  150-horse 
power  Corliss  engine  with  two  cylinders  and  a  30*horse  power  Gi^rard  water  tur- 
bine run  the  gravity  stamp  house.  A  7-hor8e  power  Partial  water  turbine  and 
a  45-hor8e  power  Knop  turbine  drive  the  trommel  and  jig  housefii  A  15-hor8e 
power  Girard  turbine  runs  the  auxiliary  washing  house.  A  water  wheel  4.14  m. 
diameter  runs  the  old  stamp  mill  X.  Two  water  wheels  3.4  m.  tod  4.04  m. 
diameter  run  fhe  old  stamp  mill  XI.  Two  water  wh^s  3.7  m.  and  3.8  m.  di- 
ameter run  the  old  stamp  mill  XII. 

For  twelve  months  in  1880  and  1881  the  ore  treated  was  83,170.5  tons,  and 
this  yielded  8,048.5  tons  of  lead  concentrates,  364.4  tons  of  zinc  concentrates 
and  117.65  tons  of  copper  concentrates;  100  tons  of  ore  produced  9.68  tons 
of  lead  concentrates,  0.44  ton  of  zinc  concentrates  and  0.14  ton  of  copper  con- 
centrates. For  twelve  months  in  1893  and  1894  the  ore  treated  was  80,294.25 
tons,  and  this  yielded  5,401.41  tons  of  lead  concentrates,  6,644.585  tons  of  zinc 
concentrates  and  .39.6  tons  of  copper  concentrates.  The  corresponding  figures 
for  100  tons  of  ore  were  6.73  tons  of  lead  concentrates,  8.28  tons  of  zinc  con- 
centrates and  0.05  ton  of  copper  concentrates.  The  lead  concentrjates  contain 
from  0.062  to  0.072%  silver.  The  tailings  contain  0.2  to  0.4%  lead  and  0.5 
to  2.0%  zinc. 

As  will  be  seen  from  the  scheme,  pyritic  material  is  sent  for  treatment  to  the 
Dorotheer  mill.  The  author  is  unable  to  find  any  description  of  this  plant,  which 
is  a  small  affair.  Moredvi^,  at  last  accoiudts  it  was  the  intention  to  arrange 
to  treat  the  pyritic  etuff^t  the  main  mill. 

■  ■•       '  '='  ■ '     '■'■'-''-'  ■  '-'•  \  /     ('•;  •  ■ 

(h)    COKPLSS;  ^^lOpilfO  Hlil^LS  DBESSINO  ARGBKTIFER0U8 ,  OOPPEB  8ULPHIDBS 

;..:(:.i^:v;'lo  i:  •'       IN  MONTANA. 

§  699.  This  group  hiciudes  Mills  38,  39,  40  and  41.  They  use  as  final  crush- 
ers either,  rolls  or  steam  stamps. .  Those  using  rolls  crush  by  breakers  and  rolls, 
and  drees  by  screefri^^, 'classifiers,  jigs  and  tables  or  vanners.  Mill  38  re-treats 
coarse  middling;s  by  auxiliary  rolls,  and  sends  them  back  into  the  system; 
medium  middlings  larii'tWafed  by  auxiliary  rolls,  classifiers,  jigs  and  vanners. 
The  midd^ngs  of  thes^  together  with  the  original  fine  middlings  are  again 
treated  by  auxiliary  ffdntington  mills,  jigs,  and  slime  tables.  One  of  the  three 
sections  had  a  steam  st£^mp,  but  it  yas  used  only  when  one  of  the  others  stopped 
for  repairs.  In  Mill  35  the  coarsei*  middlings  are  recrushed  by  breakers  and 
ToUs,  going  back  into  the  system ;  the  finer  middlings  are  treated  by  Huntington 
mills,  classifier^,  jigs  and  vanners.  Mills  40  and  41  re-treat  the  coarse  mid- 
dlings by  auxiffaTy  rolls,  and  send  them  back  into  the  system;  fine  middlings 
are  re-treated  by  auxiUary  rolls  and  jigs,  the  final  overflow  of  the  classifiers  going 
back  into  the  erystem.  That  the  mill  men  of  this  district  are  appreciating  the 
advantages  of  running  tw6  machines  together  is  shown  by  the  changes  in  Mill 
39,  indicated  in  the  note  at  the  end  of  the  mill. 

The  ore  treated  by  these  mills  carries  a  very  high  percentage  of  concentrates 
which  tends  to  make  high  losses  in  the  tailings.  It  is  for  this  reason  that 
Buch  coarse  jigging  is  practiced  in  Mills  38  and  39.  The  coarse  concentrates 
are  not  of  high  grade,  being  only  good  average  products,  but  it  pays  better  to 
save  the  material  in  this  way  than  to  crush  it  finer.  However,  no  tailings  go 
to  waste  which  are  coarser  than  3  mm.,  and  even  then  they  carry  a  considerable 
percentage  of  the  values  in  the  ore.  The  lospes  are  more  in  the  jig  tailings  than 
in  the  vanner  tailing?.     In  Mill  40  during  the  month  of  July,  1892,  the  jig 
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tailings  below  3  mm.  assayed  2.86  ounces  silver  per  ton  and  1.64%  copper,  while 
the  vanner  tailings  assayed  1.6  ounces  silver  and  1.00%  copper.  This  loss  in 
the  jig  tailings  is  due  to  included  grains,  and  also  to  fine  material  that  comes  to 
the  jigs  through  the  imperfections  of  hydraulic  classifiers  (see  Tables  300  and 
301).  Good  material  can  be  saved  from  this  by  recrushing  and  treatment  on  van- 
ners  and  Wilfle;^  tables,  and  it  is  only  a  question  of  experiment  in  the  individual 
mills  to  determine  whether  it  will  pay.  Kill  38  has  decided  ilie  question  in  the 
aflBrmative. 

§  700.  Mill  No.  38.  Boston  and  Montana  Consolidatbd  Coppbr  and 
Silver  Mining  Company,  Orbat  Palls,  Montana. — ^The  mill  has  three  sec- 
tions :  two  roll  sections,  and  one  steam  stamp  section.  Only  two  sections  can  be 
run  at  a  time.  Capacity  of  each  roll  section  300  tons  in  24  hours,  and  of  the 
steam  stamp  section  250  tons  in  24  hours.  The  mill  runs  24  hours  per  day, 
7  days  per  week.  The  ore  consists  of  the  economic  minerals  chalcopjnitc,  pyrite, 
enargite  and  bomite  and  a  gangue  of  quartz  and  decomposed  feldspar.  The 
problem  is  to  save  the  copper  and  silver.  The  ore  is  brought  by  the  Great 
Northern  Railroad  a  distance  of  170  miles  in  bottom  dumping  cars  holding  25 
to  30  tons,  to  (1). 

1.  One  No.  1  or  receiving  bin  with  fiat  bottom,  holding  3,000  tons,  in  3  sec- 
tions. By  gates  and  chutes  to  (2)  and  (50).  Both  roll  sections  are  alike  and  the 
author  will  therefore  describe  one  roll  section  and  the  steam  stamp  section. 

One  Roll  Section. 

2.  Two  No.  1  grizzlies  with  1-inch  spaces.     Oversize  to  (3) ;  undersize  to  (4). 

3.  One  No.  1  Blake  breaker,  10  X  20  inches,  crushing  to  1^  inches.    To  (4). 

4.  From  (2)  and  (3).  Two  No.  1  trommels  with  38.1-nmi.  round  holes. 
Oversize  to  (5) ;  undersize  to  (6). 

6.  Two  No.  2  Blake  breakers,  7  X  10  inches,  crushing  to  1  inch.    To  (6). 

6.  Prom  (4),  (5),  (23),  (24).    Two  No.  1  bucket  elevators.    To  (7). 

7.  Two  No.  2  trommels  with  22.2-mm.  round  holes.  Oversize  to  (14) ;  under- 
size  to  (8). 

8.  Two  No.  3  trommels  with  9.5-mm,  round  holes.  Oversize  to  (16) ;  under- 
size  to  (9). 

9.  From  (8)  and  (53).  Two  No.  4  trommels  with  5-mm.  round  holes.  Over- 
size to  (17) ;  undersize  to  (10). 

10.  Two  No.  5  trommels  with  2^-mm.  round  holes.  Oversize  to  (18)  ;  under- 
size to  (11). 

11.  No.  1  unwatering  box.     Spigot  to  (12) ;  overfiow.to  (13). 

12.  Two  No.  1  hydraulic  classifiers,  each  with  4  spigots.  1st  spigot  to  (19) ; 
2d  to  (20) ;  3d  to  (21) ;  4th  to  (22) ;  overfiow  to  (13).   . 

13.  From  (11),  (12),  (22),  (29),  (33).  No.  1  wholes  current  box  classifier. 
Two  sets  of  tanks  with  4  tanks  in  series  in  each  set,  and  4  spigots  in  each  tank. 
Spigots  to  twelve  upper  decks  and  eight  lower  decks  of  (40) ;  overflow  to  (49). 

14.  From  (7).  Two  No.  1  jigs,  l-sieve  Harz  jigs.  Discharge  to  (16); 
hutch  to  (15) ;  tailings  to  (23). 

15.  From  (8)  andi  (14).  Two  No.  2  jigs.  2-sieve  Harz  jigs.  Discharges 
to  (16)  ;  hutches  to  (17)  or  (44) ;  tailings  to  (24). 

16.  From  (14)  and  (15).  No.  1  unwatering  screen.  Oversize  to  (48); 
undersize  (water  only)  to  be  used  on  (15),  (17),  (18),  (19),  (20),  (21),  (22). 

17.  From  (9)  and  (15).  Eight  No.  3  jigs.  2-sieve  Evans  jigs.  Discharges 
and  hutches  to  (44)  ;  tailings  to  (25). 

18.  Prom  (10).     Eight  No.  4  jigs.     2-sieve  Evans  jigs.     Products  like  (17). 

19.  From  (12).  Two  No.  5  jigs.  2-sieve  Evans  jigs.  2d  dischiirge  to  (34)  ; 
1st  and  2d  hutches  to  (43)  ;  tailings  to  (49). 
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20.  From  (12);     Two  No.  6  jigs.     2-sieve  Evans  jigs.     Products  like  (19). 

21.  From  (12).     Two  No.  7  jigs.     2-sieve  Evans  jigs.     Products  like  (19). 

22.  From  (12).  Two  No.  8  jigs.  2-8ieve  Evans  jigs.  2d  discharge  to  (34)  ; 
1st  hutch  to  (43) ;  2d  to  (13) ;  tailings  to  (49). 

23.  From  (14).  One  pair  of  No.  1  roUs^  26  X  15  inches^  set  \  inch  apart 
To  (6). 

24.  From  (15).  One  pair  of  No.  2  rolls,  26  X  15  inches,  set  \  inch  apart 
To  (6). 

25.  From  (17)  and  (18).  No.  2  unwatering  box.  Spigots  to  (26) ;  overflow, 
(water  only)  to  be  used  on  (40)  and  (42). 

26.  From  (25)  and  (28).     One  No.  2  bucket  elevator.     To  (27). 

27.  One  No.  6  trommel  with  2.5-mm.  round  holes.  Oversize  to  (28) ;  under- 
size  to  (29). 

2iB.  One  p^ir  of  No.  3  rolls,  26  X  15  inches,  set  close  together.     To  (26). 

29.  From  (27).  Two  No.  2  hydraulic  classifiers  with  4  spigots  each.  Ist 
spigot  to  (30) ;  2d  to  (31) ;  3d  to  (32)  ;  4th  to  (33)  ;  overflow  to  (13). 

30.  Two  No.  9  jigs.     2-8ieve  Evans  jigs.     Products  like  (19). 

31.  From  (29).     Two  No.  10  jigs.     2-sieve  Evans  jigs.     Products  like  (19); 

32.  From  (29).     Two  No.  11  jigs.     2-8ieve  Evans  jigs.     Products  like  (19). 

33.  From  (29).     Two  No.  12  jigs.     2-sieve  Evans  jigs.     Products  like  (22). 

34.  From  (19),  (20),  (21),  (22),  (30),  (31),  (32),  (33),  (38).  (39),  (58), 
(59),  (60).    No.  5  bucket  elevator.     To  (35). 

From  here  on  the  three  sections  of  the  mill  are  described  together. 

All  Three  Sections  United. 

35.  Four  5-foot  Huntington  mills,  using  a  screen  with  1.5-nmi.  slots.  By  dis- 
tributor to  (36). 

36.  Three  No.  3  hydraulic  classifiers  with  four  spigots  each.  Spigots  to  (38) 
and  (39)  ;  overfiow  to  (37). 

37.  From  (36),  (55)  and  (66).  One  No.  2  whole  current  box  classifier. 
Spigots  to  four  lower  decks  of  (40)  ;  overfiow  to  (49). 

38.  From  (36).  Six  No.  13  jigs.  3-sieve  Harz  jigs.  3d  discharge  to  (43) ; 
1st  and  2d  huiches  to  (43) ;  3d  to  (34)  ;  tailings  to  (49). 

39.  From  (36).    Six  No.  14  jigs.    3-sieve  Harz  jigs.    Products  like  (38). 

40.  Pulp  from  (13)  and  (37) ;  wash  water  from  (25).  Twelve  2-deck  con-' 
▼ex  revolving  slime  tables.  Heads  of  both  decks  to  (43) ;  miiddlings  and  tail- 
ings to  (41). 

41.  One  No.  3  whole  current  box  classifier.  Spigots  to  (42);  overflow 'to 
(49). 

42.  Pulp  from  (41) ;  wash  water  from  (25).  Twenty  4-fooi  Frue  vanners. 
Heads  to  (43)  ;  tailings  to  (49). 

43.  From  (19),  (20),  (21),  (22),  (30),  (31),  (32),  (33),  (38),  (39),  (40), 
(42).    Three  No.  3  bucket  elevators.     To  (44). 

44.  From  (15),  (17),  (18),  (43),  (58),  (59),  (60).  No.  1  settling  tanks. 
Three  sets  with  four  tanks  in  series  in  each  set.  Settlings  by  gate  periodically 
to  (46)  ;  overflow  and  drainings  to  (45). 

45.  No.  2  settling  tanks.  Six  sets  with  four  tanks  in  series  in  each  set. 
Settlings  shoveled  periodically  to  (46) ;  overflow  to  (47). 

46.  Prom  (44)  and  (45).  Bins  for  concentrates.  Three  sets  with  four  in 
each  set.  Each  bin  is  10  feet  long,  12  feet  wide  with  bottom  sloping  46'*.  By 
car  to  smelter. 

47.  From  (44)  and  (45).  No.  3  settling  tank.  Settlings  by  car  to  smelter; 
overflow  to  (49). 
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48.  From  (16),  (57).     No.  4  bucket  elevator.    By  cars  to  smelter. 

49.  From  (13),  (19),  (20),  (21),  (22),  (30),  (31),  (32),  (33),  (37),  (38), 
(39),  (41),  (42),  (47),  (69),  (60).     Tailings  launder  to  waste. 

Steam  Stamp  Section., 

50.  From  (1).     Grizzly.     Oversize  to  (51) ;  undersize  to  (52). 

51.  From  (50),  (53),  (57).  Steam  stamp  using  a  screen  with  12.7  and 
19.1-mm.  round  holes.    To  (52). 

52.  From  (50)  and  (51).     No.  6  bucket  elevator.     To  (53). 

53.  Two  No.  7  trommels.  Each  sectional  with  9.5  and  22.2-mm.  round  holes. 
Over  22.2  mm.  to  (51)  ;  through  22.2  on  9.5  mm.  to  (57) ;  through  9.5  mm.  to 
(54)  or  (9). 

64.  Three  No.  8  trommels  with  5-mm.  round  holes.  Oversize  to  ^68)  ;  under- 
size to  (55). 

56.  One  No.  3  un watering  box.     Spigots  to  (56) ;  overflow  to  (37). 

56.  Three  No.  4  hydraulic  classifiers  with  four  spigots  each.  Spigots  to  (59) 
and  (60) ;  overflow  to  (37). 

57.  From  (53).  One  No.  15  jig.  2-sieve  Harz  jig.  Discharges  by  un  water- 
ing screen  to  (48) ;  hutches  to  (58) ;  tailings  to  (51). 

58.  From  (54)  and  (57).  Six  No.  16  jigs.  2-8ieve  Harz  jigs.  Discharges 
and  hutches  to  (44)  ;  tailings  to  (34). 

69.  From  (56).  Six  No.  17  jigs.  3-sieve  Harz  jigs.  Discharges  to  (44); 
1st  and  2d  hutches  to  (44) ;  3d  hutch  to  (34) ;  tailings  to  (49). 

60.  From  (66).     Six  No.  18  jigs!     3-sieve  Harz  jigs.     Products  like  (59). 

Power  is  derived  from  falls  in  the  Missouri  Biver  at  this  point  and  is  trails- 
mjttejj  io  tiie  mill  by  wire  rope  transmission. 

Water  is  pumped  to  the  mill  from  the  river  by  a  Boots  rotary  pump. 
,  In  this  null  note  that  the  hutches  of  No.  1  and  No.  2  jigs  are  finished  on  the 
next  jig ;  also  that  all  coarse  tailings  are  recrushed. 
...In  this  mill  the  &team  stamp  section  described  above  has  now  been  abandoned 
owing  to  the  difficulty  of  handling  the  large  amount  of  fine  slimes  formed  by  the 
st^p,  and  it  has  been  changed  over  to  be  like  the  two  other  sections.  This 
change  made  an  addition  necessary  to  accommodate  the  middlings  plant, 
(35)— (39),  which  formerly  occupied  space  in  the  steam  stamp  section.  All 
i}yjcee  sections  of  the  mill  can  now  be  run  at  the  same  time  and  thie  number  of 
Hiintiagton  mills  (35)  has  been  increased  to  seven  and  the  other  machines, 
(36)— (39),  increased  to  correspond.  Furthermore  a  second  mill  has  been 
$ijiil^. ,i^i,th; three  sections  an4  a  middlings  plant — a  duplicate  of  the  first  mill, 
except  that  fivans  jigs  are  used  in  (38)  and  (39), — and  the  capacity  of  each 
m^ll  ^8  ^ow  1,?{00  jton^B  or  more  in  24  hours.  The  inctreased  capacity  is  due 
entirely  to  better  arrangement. 

(,§  "3(01..;  MiiLL:  No.  39.  Butte  and  Boston  Mining  Company,  Butte.  Mon- 
tana.— Capacity  500  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  7  days 
pe?"  weelf^  :  The  ore  consists  of  the  economic  minerals  bomite,  chalcopyrite, 
^A7rg|1^,'Pyritf,  bjqnde  with  some  silver  minerals  and  a  gangue  of  quartz  and 
some  decomposed  feldspar.  The  problem  is  to  save  the  copper  and  silver  with- 
o)it  tlie  ziivc*  The  ore  is  hand  pidked  in  the  mine  into  three  classes:  (a)  rich 
ore  which  goes  to  smelter;  (6)  concentrating  ore  by  hopper  bottom  cars 
"fyfA^ing  5'tona  i  mile  to  (1) ;  (c)  waste  left  in  the  mine, 
yijl.  T^vo  receiving  bi»8  with  flat  bottoms,  holding  246  tons  each.  By  chute 
to  (2). 
-f^^.J^i'^a  Nq,  1  Blake  breakers,  9  X  15  inches,  crushing  to  24  inches.     To  (3). 

3.  Two  No.  1  trommels.     Each  sectional  with  38.1  and  64-mm.  round  holes. 
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Over  54  mm.  to  (4)  ;  through  64  on  38.1  mm.  to  (15) ;  through  38.1  mm.  to  (6). 

4.  From  (3)  and  (16).  Two  No.  2  Blake  breakers,  4  X  10  inches,  crushing 
to  1  inch.     To  (5). 

6.  From  (3),  (4)  and  (7).  Two  No.  2  trommels.  Each  sectional  with  38.1 
and  16-mm.  round  holes.  Over  38.1  mm.  to  (6) ;  through  38.1  on  15  mm.  to 
(16) ;  through  15  mm.  to  (8). 

6.  From  (5)  and  (16).  Two  pairs  of  No.  1  rolls,  30  X  16  inches,  set  ^  inch 
apart.     To  (7). 

7.  From  (6),  (15),  (16),  (17),  (18).     Two  No.  1  bucket  elevators.     To  (6). 

8.  From  (5).     Two  No.  2  bucket  elevators.     To  (9). 

9.  Four  No.  3  trommels  with  8.5-mm.  round  holes.  Oversize  to  (17)  ;  under- 
size  to  (10).  -^ 

10.  Four  No.  4  trommels  with  4.6-mm.  round-  holes.  Oversize  to  (19) ;  under- 
size  to  (11). 

11.  Two  distributing  boxes,  each  3  feet  long,  2  feet  wide,  2i  feet  deep. 
Two  spigots  to  (12). 

12.  Four  No.  1  hydraulic  classifiers  with  two  spigots  each.  1st  spigot  to 
(20) ;  2d  to  (21) ;  overflow  to  (13). 

13.  Four  No.  2  hydraulic  classifiers  with  two  spigots  each.  1st  spigot  to 
(22) ;  2d  to  (23) ;  overflow  to  (14). 

14.  Four  No.  1  whole  current  box  classifiers  each  with  three  spigots.  Spigots 
to  sixteen  vanners  of  (31) ;  overflow  to  (34). 

15.  From  (3).  Two  No.  1  jigs,  l-sieve  Harz  jigs.  Discharge  to  (33); 
hutch  to  (7);  tailings  to  (4). 

16.  From  (6).  "llhvo  No.  2  jigs,  l-sieve  Harz  jigs.  Discharge  to  (33); 
hutch  to  (7) ;  tailings  to  (6). 

17.  From  (9).  Four  No.  3  jigs,  l-sieve  Harz  jigs.  Discharge  to  (32); 
hutch  to  (7)  ;  tailings  to  (18). 

18.  One  pair  of  No.  2  rolls,  26  X  16  inches,  set  close  together.    To  (7). 

19.  From  (10).  Four  No.  4  jigs.  3-sieve  Harz  jigs.  Discharges  and  hutches 
to  (32) ;  tailings  to  (24). 

20.  From  (12).     Four  No.  5  jigs.     3-8ieve  Harz  jigs.    Products  like  (19). 

21.  From  (12).     Four  No.  6  jigs.     3-sieve  Harz  jigs.     Products  like  (19). 

22.  From  (13).  Four  No.  7  jigs.  4-sievB  Harz  jigs.  Hutches  to  (32); 
tailings  to  (24). 

23.  From  (13).     Pour  No.  8  jigs.     4-8ieve  Harz  jigs.     Products  like  (22). 

24.  From  (19),  (20),  (21),  (22),  (23),  (30).  Four  5-foot  Huntington 
mills  using  screen  with  2^  X  12i-mm.  slots.      To  (25). 

25.  Two  No.  3  hydraulic  classifiers  with  two  spigots  each.  Spigots  to  (28) ; 
overflow  to  (26). 

26.  Two  No.  4  hydraulic  classifiers  with  1  spigot  each.  Spigot  to  (29); 
overflow  to  (27). 

27.  Five  No.  2  whole  current  box  classifiers  with  two  spigots  each.  Spigots 
to  four  vanners  of  (31) ;  overflow  to  (34), 

28.  From  (25).  Four  No.  9  jigs.  4-sieve  Harz  jigs.  4th  discharge  to 
(30)  ;  Ist,  2d  and  3d  hutches  to  (32)  ;  4th  to  (30) ;  tailings  to  (34). 

29.  From  (26).     Two  No.  10  ji^.     4-sieve  Harz  jigs.     Pro«ciucts  like  (28). 

30.  From  (28)  and  (29).     One  No.  3  bucket  elevator.     To  (24). 

31.  From  (14)  and  (27).  Twenty  4-foot  Frue  vanners.  Heads  to  (32); 
tailings  to  (34). 

32.  From  (17),  (19),  (20),  (21),  (22),  (23),  (28),  (29),  (31).  Two  No.  4 
bucket  elevators.    To  (33). 

33.  From  (15),  (16)  and  (32).     Nine  No.  1  settling  tanks  for  concentrates, 
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each  about  12  X  13  X  15  feet  deep.     Settlings  after  draining  are  discharged  by 
gates  to  cars  to  go  to  smelter ;  overflow  pumped  back  to  water  supply  tank. 

34.  From  (14),  (27),  (28),  (29),  (31).     Tailings  launder  to  waste  pile. 

The  power  is  derived  from  four  fire  tube  boilers  14  feet  long  and  54  inches 
diameter^  running  under  a  pressure  of  100  pounds  per  square  inch,  and  a  cross 
compound  engine  with  high  pressure  cylinder  14  X  42  inches  and  low  pressure 
24  X  42  inches,  making  S^  revolutions  per  minute,  cutting  off  at  \  stroke  and 
developing  250  indicated  horse  power. 

Water  is  derived  from  three  sources: — 1,440,000  gallons  per  24  hours  are 
pumped  from  the  creek  up  75  feet  to  a  tank  at  the  top  of  the  mill  by  a  compound 
Blake  pump;  700,000  gallons  are  repumped  from  the  settling  tanks  (33)  to  the 
store  tanks;  1,000,000  gallons  flow  into  the  mill. 

One  hundred  tons  of  ore  yield  about  40  tons  of  concentrates  and  60  tons  of 
tailings. 

.  In  this  mill  note  the  rather  unusual  duplication  of  trommel  holes  in  (3)  and 
(5)  in  order  to  be  able  to  treat  original  stuff  together  with  middlings. 

By  recent  changes  the  vanners  (31)  have  been  replaced  by  convex  revolving 
slime  tables  followed  by  Wilfley  tiables.  The  slime  tables  make  heads  to  the 
smelter  and  tailings  to  the  Wilfley  tables.  The  latter  make  heads  to  the  smelter 
and  tailings  to  waste. 

§  702,  Mill  No.  40.  Colorado  Smelting  and  Mining  Company,  Butte, 
Montana. — (See  Figs.  519a  and  5196.) — Capacity  of  the  mill  is  275  to  300  tons 
per  24  hours  for  the  section  treating  ore  from  the  company's  mine  and  125  to  150 
tons  for  the  section  treating  custom  ores.  The  ore  consists  of  the  economic  min- 
erals pyrite,  blende,  bornite,  enargite,  chalcopyrite,  chalcocite,  tetrahedrite  and 
tennantite,  mostly  in  coarse  crystallization  but  sometimes  finely  disseminated, 
and  a  gangue  of  quartz,  with  some  decomposed  granite  and  a  little  barite.  The 
problem  is  to  save  the  copper  and  silver  without  the  zinc.  In  the  mine  low  grade 
blende  containing  only  10  or  20  ounces  silver  per  ton  is  left  awaiting  a  market. 
The  rest  of  the  material  is  classed  into  ore  which  is  of  high  grade  suitable  to 
hand  pick  and  that  which  is  not.  Both  classes  are  hoisted  and  trammed  in  end 
dumping  cars  holding  1,800  poundB  to  the  rock  house,  the  former  going  to  (1) 
and  the  latter  to  (3). 

Rock  House, 

1.  Two  No.  1  grizzlies  with  l^-inch  spaces.     Oversize  to  (2)  ;  undersize  to  (3). 

2.  Two  picking  floors.  Clean  smelting  ore  (copper,  zinc  and  silver)  by  teams 
to  smelter ;  pure  zinc  ore  (zinc  and  silver)  for  a  separate  smelting  treatment ; 
waste  to  dump;  residue  or  concentrating  ore  to  (3). 

3.  From  the  mine,  (1)  and  (2).  Two  No.  1  or  rock-house  bins  each  60  feet 
long,  13  feet  wide,  with  bottoms  sloping  52**,  and  holding  650  tons  each.  By 
gate.and  chute  to  4-horse  wagons,  holding  5^  tons,  2  miles  to  (4). 

Mill 

4.  Four  No.  2  or  receiving  bins,  two  of  them  holding  150  tons  each  for  the 
compan/s  ore  and  two  holding  200  tons  each  for  custom  ore.  By  gate  and  chute 
to  (5). 

From  this  point  on  only  the  compan/s  section  of  the  mill  will  be  described. 
The  other  section  is  an  exact  duplicate  of  it. 

5.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  2  inches.     To  (6). 

6.  From  (5),  (9)  and  (16).     Two  No.  1  bucket  elevators.     To  (7). 

7.  Two  No.  1  trommels  with  SO-mm.  round  holes.  Oversize  to  (8) ;  undersize 
to  (10). 
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8.  Two  No.  2  Blake  breakers,  7  X  10  inches,  crushing  to  1  inch.     To  (9). 

9.  Two  pairs  of  No.  1  rolls,*  30  X  16  inches,  set  J  inch  apart.     To  (6). 

10.  From  (7).  Two  No.  2  trommels  with  7-mm.  round  holes.  Oversize  to 
(15);  undersize  to  (ll). 

11.  Two  No.  3  trommels  with  4.5-mm.  round  holes.  Oversize  to  (17) ;  under- 
size to  (12). 

12.  Two  No.  4  trommels  with  3-mm.  round  holes.  Oversize  to  (18) ;  under- 
size to  (13). 

13.  Two  No.  1  hydr,aulic  classifiers,  each  with  four  spigots.  Spigots  to  (19) ; 
overflow  to  (14). 

14.  From  (13)  and  (2j5).  Two  No.  1  whole  current  box  classifiers  in  series 
with  8  spigots  in  each.     Spigots  to  (28) ;  overflow  none. 

15.  From  (10).  Two  No.  1  jigs,  l-sieve  Harz  jigs.  Discharge  to  (29); 
hutch  to  (20) ;  tailings  to  (16). 

16.  One  pair  of  No.  2  rolls,  30  X  16  inches,  set  -^  inch  apart    To  (6). 

17.  From  (11).  Three  No.  2  jigs,  3-sieve  Harz  jigs.  Discharges  and 
hutches  to  (31) ;  tailings  to  (20). 

18.  From  (12).     Three  No.  3  jigs.     3-sieve  Harz  jigs.     Products  like  (17). 

19.  From  (13).  Six  No.  4  jigs.  3-8ieve  Harz  jigs.  1st  and  2d  discharges 
to  (31)  ;  3d  to  (20) ;  hutches  to  (31)  ;  tailings  to  (35). 

20.  From  (15),  (17)^  (18),  (19).,  (26),  (27).  One  unwatering  trommel 
with  2i-mm.  round  holes.     Oversize  to  (21) ;  undersize  to  (22). 

21.  From  (20)  and  (24).  One  pair  of  No.  3  rolls,!  30  X  16  inches,  set  close 
together.    To  (23). 

22.  From  (20).  One  No.  1  unwatering  box.  Spigot  to  (23);  overflow  is 
clear  water  to  be  used  again  in  the  mill. 

23.  From  (21)  and  (22).    One  No.  2  bucket  elevator.    To  (24). 

24.  One  No.  5  trommel  with  3-mm.:  round  holes.  Oversize  to  (21) ;  under- 
size to  (25). 

26.  One  No.  ?  hydraulic  classifier  with  2  spigots.  1st  spigot  to  (26)  ;  2d  to 
(27);  overflow  to  (14). 

26.  Two  No.  5  jigs.  3-sieve  Harz  jigs.  1st  and  2d  discharges  to  (30) ;  3d  to 
(20) ;  Ist  and  2d  hutches  to  (30)  ;  3d  to  (20) ;  failings  to  (35). 

27.  From  (25).     Two  No.  6  jigs.     3-8ieve  Harz  jigs.     Products  like  (26). 

28.  From  (14).  Sixteen  4-foot  Fnie  vanners.  Heads  to  (30);  tailings  to 
(36). 

29.  From  (15).    One  pair  of  No.  4  rolls, J  27  X  14  inches.    To  (32). 

30.  From  (26),  (27)  and  (28).     One  No.  3  bucket  elevator.    To  (31). 

31.  From  (17),  (18),  (19),  (30)^  (33).  One  No.  4  bucket  elevator.  To 
(32). 

32.  From  (29)  and  (31).  Fourteen  No.  1  settling  tanks  for  concentrates, 
holding  100  tons  each,  used  in  rotation.  It  takes  24  hours  to  fill  a  tank,  48 
honrs  to  settle  and  drain  it  and  24  hours  to  discharge  it.  Settlings  containing 
4%  moisture,  by  cars,  holding  1\  tons,  to  smelter;  overflow  and  drainings  to 
(83). 

33.  No.  2  settling  tanks.  3  tanks  in  series.  Spigots  to  (31)  ,  overflow  to 
(84). 

84.  One  No.  5  bucket  elevator  lifting  water  to  a  tank  which  supplies  the  jigs 
and  vanners. 

35.  From  (19),  (26),  (27).    One  No.  6  bucket  elevator.    To  (36). 

36.  From  (28)  and  (35).    Tailings  launder,  1,100  feet  long,  to  waste. 

*  Them  Are  c^WfA  No.  1  rolln  and  No.  8  mils  throuffbout  the  rett  of  the  book. 

t  Thww  arp  railed  No.  4  roH«  eluewbere  throiitrhont  the  hoolc. 

t  See  (31)  for  the  rolls  which  are  called  No.  4  rolls  elsewhere  In  the  book. 
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The  mill  employs  23  men  per  24  hours,  divided  into  two  shifts  of  12  hours 
each:  2  engineers,  2  firemen,  2  foremen,  2  breaker  men,  4  jig  men,  2  vahner  men, 
2  pump  men,  3  trammers,  2  oilers,  1  weigher  and  1  roustabout.  Wages  vary 
from  $3  to  $4.50  per  shift.  Board'  costs  $25  per  month  without  lodging  or 
$30  with  lodging.     Wood  costs  $4  per  cord  and  coal  $3.50  per  ton. 

Power  is  fumisheS  by  3  fire-tube  boilers,  16  feet  long,  54  inches  diameter, 
with  tubes  3^  inches  diiameter,  running  under  a  pressure  of  100  pounds  per 
square  inch  anid<  burning  6.6  tons  of  coal  per  24  hours;  and  a  tandem  compound 
condensing  Corliss  engine  with  high  pressure  cylinder  14  X  42  inches  and  low 

Eressure  24  X  42  inches,  making  81  r^volutipnd;  per  minute  and  rated  at  200 
orse  power  with  steam  pressure  at  95' pounds  iand  a  vacuum  of  21 J  inches  of 
mercury.  The  high  pressure  cylinder  cuts  off  at  \  stroke.  The  mill  and 
dynamo  require  171  to  177  horse  power. 

The  water  is  obtained  principally  from  Black  Tail  Creek,  being  pumped  2,800 
feet  and  to  a  height  of  90  feet  through  a  10-inch  pipe  by  a  IsTo.  5  Roots  rotary 
pump  driven  by  a  60-horse  power  electric  motor  making  600  revolutions  per 
minute  and  using  50  amperes  with  350  volts.  The  current  is  transmitted 
2,800  feet  through  No.  2  copper  wire  from  a  dir^t  current  dynamo  driven  by 
the  mill  engine,  making  600  revolutions  per  miniate  and  delivering  50  amperes 
at  550  volts.  When  necessary,  water  is  taken  from  Silver  Bow  Creek,  but  this 
is  objectionable  as  it  has  been  ^  already  used  bjy  several  mills  abpve.  The 
amount  of  water  pumped  to  the  mill  is  864,000  galfons  per  24  hours  and  in  addi- 
tion 200,000  gallons  are  re-elevated  by  No.; 5  elevator  (34).  The  mill  water 
is  received  in  a  tank  at  the  top  of  the  mill  tod  p&rt  of  it  flows  from  this  tank 
through  thq  condenser  for  the  engine  and:  back  to  another  tank  which  supplies  the 
jigs  and  yahners.  ; ; 

Assays  are  as  follows : 


Copwr. 

i     8n^. 

<Fuiioe8  per  Ton. 

Ztne, 

GflUtfUr. 

lSto» 

4.5  to  6.6 
10to» 

1.6  to  1.8 

KtoSO 

StolO 

IStoM 

8.6  to  8 

6to  7 
6to  8 
8tol8 

80  ton 

60  to  66 

16  to  17 

TUUngs 

One  hundred  tons  of  ore  from  the  mine  yield  about  3  tons  of  hand  picked 
copper  smelting  ore,  less  than  i  ton  of  hand  picked  zinc  ore  and  about  96  tons  of 
concentrating  ore  which  yields  32  tons  of  concentrates  andi  64  tons  of  tailings. 
The  mill  save^  80  to  85%  of  both  the  copper  and  silver. 

§  703.  Mill  No.  41.  Parrot  Silver  and  Copper  Mining  Company,  Buttb, 
Montana. — Capacity  300  to  350  tons  per  24  hours,  usually,  although  it  can 
run  up  to  400  tons.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore 
consists  of  the  economic  minerals  chalcocite,  bomite,  chalcopyrite,  enargite,  and 
blende,  mostly  in  coarse  crystallization,  but  sometimes  finely  dissemii^^tefd^  and 
a  gangue  of  quartz  and  decomposed  feldspar.  The  problem  is  to  save  the  copper 
and  silver  without  the  zinc.  The  ore  is  sorted  in  the  mine  into  rich  ore  which 
goes  to  the  smelter  and  concentrating  ore  which  is  brought  by  gravity  in  side 
dumping  cars  holding  8  tons  each,  to  (1). 

1.  One  No.  1  or  receiving  bin  with  bottom  sloping  three  ways,  holding  400 
tons.     To  (2). 

2.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  2  inches.     To  (3). 

3.  Prom  (2)  and  (7).  One  No.  1  trommel  with  15.9-mm.  round  holes. 
Oversize  to  (4) ;  undersize  to  (8). 

4.  One  No.  2  Blake  breaker,  7  X  10  inches,  crushing  to  1  inch.    To  (6). 
6.  One  pair  of  No.  1  rolls,  30  X  15  inches.    To  (6). 
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6.  One  pair  of  No.  2  rolls^  30  X  15  inches,  set  close  together.    To  (7). 

7.  From  (6)  and  (26).     One  No.  1  bucket  elevator.     To  (3). 

8.  From  (3).  Two  No.  2  trommels  with  9.5-mm.  round  holes.  Oversize  to 
(17) ;  nndersize  to  (9). 

9.  Two  No.  3  trommels  with  6.35-mm.  round  holes.  Oversize  to  (18); 
nndersize  to  (10). 

10.  Two  No.  4  trommels  with  3.2-mm.  round  holes.  Oversize  to  (19) ; 
nndersize  to  (11). 

11.  Two  No.  1  un watering  boxes,  each  with  one  spigot.  Spigots  to  (12)  ;  over- 
flow probably  to  (14)  or  (16). 

12.  No.  1  hydraulic  classifier  with  six  spigots.  1st  spigot  to  (20)  ;  2d  to 
(21)  :  3d  to  (22)  ;  4th  to  (23) ;  6th  to  (24)  ;  6th  not  used;  overflow  to  (13). 

13.  One  No.  2  hydraulic  classifier  with  six  spigots.  Spigots  to  (38) ;  over- 
flow to  (14). 

14.  From  (13)  and  (33).  No.  1  whole  current  box  classifier  with  eight  sets 
of  spigots  with  six  spigots  in  each  set  1st,  2d  and  3d  sets  of  spigots  to  (38) ; 
rest  not  used ;  overflow  to  ( 16) . 

16.  One  No.  2  whole  current  box  classifier  with  four  spigots.  Spigots  to 
(38) ;  overflow  to  (16). 

16.  From  (16)  and  (39).     Three  No.  1  settling  tanks.    Settlings  to  smelter 
overflow  to  (40). 

17.  From  (8).    Two  No.  1  jigs.    2-sieve  Harz  jigs.    Discharges  to  (39) 
hutches  and  tailings  by  No.  2  bucket  elevator  to  (26). 

18.  From   (9).    Two  No.  2  jigs.    3-8ieve  Harz  jigg.    Discharges  to  (39) 
1st  and  2d  hutches  to  (39) ;  3d  hutch  to  (26)  ;  tailings  to  {2^). 

19.  From  (10).     Two  No.  3  jigs.    3-sieve  Harz  jigs.    Products  like  (18). 

20.  From  (12).  Two  No.  4  jigs.  S-sieve  Harz  jigs.  Ist  and  2d  discharges 
to  (39) ;  3d  to  (29)  r  1st  and  2d  hutches  to  (39) ;  3d  to  (29)  ;  tailings  to  (40). 

21.  From  (12).  Two  No.  5  jigs.  4-sieve  Harz  jigs.  4th  ^scharge  to  (29)  ; 
1st,  2d  and  3d  hutches  to  (39) ;  4th  to  (29)  ;  tailings  to  (40). 

22.  From  (12).  Two  No.  6  jigs.  4-sieve  Harz  jigs.  Is^  2d  and  3d  hutches 
to  (39)  ;  4th  to  (29)  ;  tailings  to  (40). 

23.  From  (12).    Two  No.  7  jigs.    4-sieve  Harz  jigs.    Products  like  (22). 

24.  From  (12).    Two  No.  8  jigs.    4-sieve  Harz  jigs.    Products  like  (22). 

26.  From  (17).  One  pair  of  No.  3  rolls,  30  X  16  inches,  set  close  together. 
To  (7). 

26.  From  (18),  (19)  and  (28).    One  No.  3  bucket  elevator.    To  (27). 

27.  One  pair  of  No.  4  rolls,  30  X  16  inches,  set  close  together.    To  (28). 

28.  From  (27)  and  (30).  One  No.  6  trommel  with  3.2-nmi.  round  holes. 
Oversize  to  (26) ;  nndersize  by  No.  4  bucket  elevator  to  (31). 

29.  From  (20),  (21),  (22),  (23),  (24),  (34),  (35),  (36)  and  (37).  One 
No.  6  bucket  elevator.   To  (30) . 

30.  One  pair  of  No.  6  rolls,  30  X  16  inches,  set  close  together.    To  (28). 

31.  From  (28).  One  No.  3  hydraulic  classifier  with  four  spigots.  1st  and  2d 
spigots  to  (34) ;  3d  and  4th  to  (36) ;  overflow  to  (32). 

32.  One  No.  4  hydraulic  classifier  with  four  q)igots.  Ist  and  2d  spigots  to 
(36)  ;  3d  and  4ih  to  (37) ;  overflow  to  (38). 

33.  One  No.  6  hydraulic  classifler  with  two  spigots.  Spigots  to  (38) ;  over- 
flow to  (14). 

84.  From  (81).  Two  No.  9  jigs.  S-sieve  Harz  jigs.  Ist  and  2d  discharges 
to  (39)  ;  3d  to  (29) ;  1st  and  2d  hutches  to  (39) ;  3d  to  (29) ;  tailings  to  (40). 

36.  Ymm  (81).  Two  No.  10  jigs.  3-sieve  Harz  jigs.  3d  discharge  to  (29) ; 
1st  and  2d  hutches  to  (39)  ;  3d  to  (29) ;  tailings  to  (40). 
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36.  From  (32).  Two  No.  11  jigs.  3-8ieve  Harz  jigs.  1st  and  2d  hutches 
to  (39)  ;  3d  to  (29) ;  tailings  to  (40). 

37.  From  (32).    Two  No.  12  jigs.    3-8ieve  Harz  jigs.    Products  like  (36). 

38.  From  (13),  (14),  (15)  and  (33).  Four  4-foot  Frue  vanners,  three  5-foot 
Tulloch  vanners,  two  4-foot  Tulloch  vanners,  four  4-foot  Embrey  vanners  and 
two  Improved  Embrey  vanners.    Heads  to  (39) ;  tailings  to  (40). 

39.  From  (17),  (18),  (19),  (20),  (21),  (22),  (23),  (24),  (34),  (35),  (36), 
(37)  and  (38).  No.  2  settling  tank  for  concentrates.  Settlings  to  smelter;  over- 
flow to  (16). 

40.  From  (16),  (20),  (21),  (22),  (23),  (24),  (34),  (35),  (36),  (37)  and 
(38).    Tailings  launder  to  waste. 

Power  is  furnished  by  a  steam  engine  developing  150  to  160  indicated  horse 
power.    This  engine  also  runs  the  blower  and  breaker  for  the  smelter. 

The  water  used  is  4,000  gallons  per  ton  of  ore,  or  1,200,000  to  1,600,000  galloos 
per  24  hours. 

(t)   THE  STEAM  STAMP  MILLS  GONCBNTRATINO  COPPER  SULPHIDES  IN  MONTANA. 

§  704.  This  group  includes  Mills  42  and  43.  They  use  (1895)  steam  stamps, 
classifiers,  roughing  CoUom  jiffs,  finishing  GoUom  jigs  and  slime  tables,  or  slime 
tables  and  vanners.  The  middlings  are  treated  by  auxiliary  steam  stamps  or 
rolls,  classifiers,  roughing  jigs,  finishing  jigs  and  tables.  The  steam  stamps  are 
found  to  slime  the  copper  sulphides  much  more  than  rolls.*  On  this  account  in 
Mill  42  several  steps  are  taken  to  counteract  these  effects :  (1)  All  the  fines  that 
are  small  enough  for  the  CoUom  jigs  are  taken  out  by  screens  before  the  ore  is 
fed  to  the  stamps.  (2)  The  stamp  uses  a  screen  with  large  holes,  and  on  soft 
ore  the  pulp  then  goes  to  a  revolving  screen  with  holes  small  epough  to  send 
undersize  to  Collom  jigs;  the  oversize  is  sent  to  Harz  jigs  and  the  tailings  of 
these  jigs  are  treated  as  middlings.  (3)  All  the  overflows  of  classifiers  are 
saved  and  settled  in  tanks  yielding  ^melting  material. 

§  705.  Mill  No.  42.  Anaconda  Copper  Mining  Company,  Carroll  (near 
Anaconda)  Montana. — Capacity  2,500  to  2,700  tons  (later  over  3,000  tons) 

Ser  24  hours,  with  six  stamps  running.  The  mill  runs  24  hours  per  day,  7 
ays  per  week.  The  ore  consists  of  the  economic  minerals  chalcocite,  chalco- 
pyrite,  pyrite,  enargite  and  blende,  moBtly  in  coarse  crystallization,  but  some- 
times finely  disseminated,  and  a  gangue  of  quartz  and  decomposed  feldspar. 
The  problem  is  to  save  the  copper  and  silver  without  the  zinc.  The  ore  is  hand 
picked  in  the  mine  into  rich  ore,  which  goes  to  smelter,  and  hard,  concentrat- 
ing ore  and  soft  concentrating  ore,  which  go  separately  in  railroad  cars  27  miles 
to  (1)  and  (5).  The  earlier  part  of  the  mill  is  divided  into  two  sections,  one 
for  hard  ore  and  one^  for  soft  ore.    Later  both  sections  come  toge;tiher. 

Hard  Ore  Section. 

1.  Four  No.  1  or  receiving  bins  for  hard  ore,  with  sloping  bottoms,  holding 
about  3,000  tons  each.    By  gate  and  chute  to  (2). 

2.  Four  No.  1  vibrating  grizzlies  with  1-inch  spaces.  Oversize  is  separated 
by  hand  picking  into  rich  ore  to  smelter  and  residue  to  (4)  ;  undersize  to  (3). 

3.  Four  No.  1  trommels  with  6.35-mm.  round  holes.  Oversize  by  four  No.  1 
bucket  elevators  to  (4)  ;  undersize  to  (13).  ■ 

4.  From  (2)  khd  (3).  Four  Fraser  &  Chaliiiers  and  TJnion  Iron  Works 
steam  stamps  on  h&M  ore,  using  screens  with  4.76  X  9.52-nmi.  slots.    To  (13J. 

«  At  the  date  of  pablioatlon  of  this  hook  (IMS)  the  use  of  steam  stemps  for  these  ores  has  been  entlMir 
given  up. 
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Soft  Ore  Section. 

6.  From  the  mine.  Four  No.  2,  or  receiving  bins  for  soft  ore,  with  eloping 
bottoms,  holding  about  3,000  tons  each.    By  gate  and  chute  to  (6). 

6.  Four  No.  2  vibrating  grizzlies  with  1-inch  spaces.  Oversize  is  separated 
by  hand  picking  into  rich  ore  to  smelter  and  residue  to  (9) ;  undersize  to  (7). 

7.  Four  No.  2  trommels  with  12.7-mm.  round  holes.  Oversize  by  No.  2 
bucket  elevators  to  (9)  ;  unfdersize  to  (8). 

8.  Four  No.  3  trommels  with  6.35-mm.  round  holes.  Oversize  to  (11); 
undersize  to  (13). 

9.  From  (6)  and  (7).  Four  Fraser  &  Chalmers  and  Union  Iron  Works 
steam  stamps  on  soft  ore,  using  screens  with  12.7-mm.  round  holes.    To  (10). 

10.  Four  No.  4  trommels  with  6.35-mm.  round  holes.  Oversize  to  (11) ; 
undersize  to  (13). 

11.  From  (8)  and  (10).  Sixteen  No.  1  jigs.  1-flieve  Harz  jigs.  Discharge 
and  hutch  to  (42) ;  tailings  to  (12). 

12.  One  Ball  steam  stamp  on  middlings,  using  screens  with  4.76  X  9.52-mm. 
slots.    To  (13). 

Hard  and  Soft  Ore  Sections  Together. 

13.  From  (3),  (4),  (8),  (10),  (12).  Forty-four  No.  1  hydraulic  classifiers, 
each  with  three  spigots.  Twelve  treat  stuff  from  (3)  and  (8),  and  thirty- 
two  from  (4),  (10),  (12).  1st  spigots  to  (14) ;  2d  to  (15) ;  3d  to  (16) ;  4th 
to  (17);  overflow  to  (38). 

14.  Forty-four  No.  2  jigs.  2-sieTe  CoUom  jigs.  Discharges  and  hutches  to 
(42)  ;  tailings  to  (18). 

15.  From  (13).  Forty-four  No.  3  jigs.  2-sieve  CoUom  jigs.  2d  discharge 
to  (42) ;  hutches  to  (42)  ;  tailings  to  (ft). 

16.  From  (13).  Forty-four  No.  4  jigs.  2-sieve  CoUom  jigs.  1st  hutch 
to  (42) ;  2d  to  (21)  ;  tailings  to  (46). 

17.  From  (13).  Forty-four  No.  5  jigs.  2-sieve  CoUom  jigs.  Products 
like  (16). 

18.  From  (14)  and  (15).  No.  1  unwatering  boxes.  Spigots  to  (19)  and 
(20)  ;  overflow  pumped  up  to  water  tank  for  steam  stamps. 

19.  Twenty-four  No.  6  jigs.  2-sieve  Collom  jigs.  Discharges  to  (30)  ;  Ist 
hutchto  (42);  2d  to  (24);  tailings  to  (46). 

20.  From  (18).  Twenty-four  No.  7  jigs.  2-sieva  Collom  jigs.  '1st  hutch 
to  (42)  ;  2d  to  (24) ;  tailings  to  (46). 

21.  From  (16)  and  (17).  No.  2  hydraulic  classifiers,  each  with  two  spigots. 
1st  spigots  to  (22)  ;  2d  to  (23) ;  overflow  to  (38). 

22.  Twenty-four  No.  8  jigs.  2-sieve  CoUom  jigs.  1st  hutch  to  (42) ;  2d  to 
(27);  tailings  to  (46). 

23.  From  (21).  Twenty-four  No,  9  jigs.  2-sieve  CoUom  jigs.  Products 
like  (22). 

24.  From  (19)  and  (20).  No.  3  hydraulic  classifiers,  each  with  two  epigoter 
1st  spigots  to  (25)  ;  2d  to  (26)  ;  overflow  to  (38). 

25.  Twelve  No.  10  jigs.    2-sieve  CoHom  jigs.    ProdHicttf  like  (22).  . 

26.  From  (24).  Twelve  No.  11  jigs.  2-8ieve  Collom  jigs.  Products  like 
(22). 

27.  Frofti  (22),  (23),  (25),  (26),  (36),  (37).  No.  4  hydraulic  clasrifiers, 
each  with  two  spigots.     1st  spigots  to  (28)  ;  2d  to  (29)  ;  overflow  to  (38). 

2«.  Twelvfe  No.  12  jigs.  2-sieve  CoUom  jigs.  Hutches  to  (42) ;  tailing^  to 
(46).  '••■'•:.■.;;..:  >.  ;: 
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29.  From  (27).  Twelve  No.  13  jigs.  2-6ieve  CoUom  jigs.  Products  like 
(28). 

30.  From  (19)  and  (31).  One  pair  of  No.  1  rolls,  22  X  16  inches,  set  close 
together.     By  No.  3  bucket  elevator  to  (31). 

31.  One  No.  5  trommel  with  2.5-mm.  round  holes.  Oversize  to  (30) ;  under- 
sizeto  (32). 

32.  Fourteen  No.  5  hydraulic  classifiers  each  with  two  spigots.  Ist  spigots 
to  (33)  ;  2d  to  (34) ;  overflow  to  (38). 

33.  Fourteen  No.  14  jigs.  2-8ieve  Collom  jigs.  Ist  hutch  to  (42) ;  2d  to 
(35) ;  tailings  to  (46). 

34.  From  (32).  Fourteen  No.  15  jigs.  2-sieve  Collom  jigs.  Products  like 
(38). 

35.  From  (33)  and  (34).  No.  6  hydraulic  classifiers,  each  with  two  spigots. 
1st  spigots  to  (36) ;  2d  to  (37) ;  overflow  to  (38). 

36.  Twelve  No.  16  jigs.  2-8ieve  Collom  jigs.  1st  hutch  to  (42)  ;  2d  to  (27)  ; 
tailings  to  (46). 

37.  From  (35).    Twelve  No.  17  jigs.    Products  like  (36). 

38.  From  (13),  (21),  (24),  (27),  (32),  (35).  No.  1  whole  current  box 
classifiers.  Four  sets  with  four  tanks  in  series  in  each  set  and  four  spigots  in 
each  tank.     Spigots  to  both  decks  of  (39)  and  (40) ;  overflow  to  (42). 

39.  Forty-eight  No.  1  convex  revolving  slime  tables  with  two  decks.  Heads 
of  both  decks  to  (42) ;  tailings  to  (41). 

40.  From  (38).  Twenty  No.  2  convex  revolving  slime  tables  with  one  deck. 
Heads  to  (42) ;  tailings  to  (41). 

41.  From  (39)  and  (40).  Twenty-four  No.  3  convex  revolving  slime  tables 
with  one  deck.     Heads  to  (42) ;  tailings  to  (46). 

42.  From  (11),  (14),  (15),  (16),  (17),  (19),  (20),  (22),  (23),  (25),  (26), 
(28),  (29),  (33),  (34),  (36),  (37),  (38),  (39),  (40),  (41).  Concentrates 
launfder.     To  (43). 

43.  Eight  No.  1  settling  tanks.  Settlings  by  gates  and  cars  to  smelter; 
overflow  to  (44). 

44.  Five  No.  2  settling  tanks.     Settlings  by  car  to  smelter;  overflow  to  (45). 

45.  Three  No.  3  settling  tanks  or  ponds.  Settlings  by  car  to  smelter;  overflow 
to  (46). 

46.  From  (16),  (17),  (19),  (20),  (22),  (23),  (25),  (26),  (28),  (29),  (33), 
(34),  (36),  (37),  (41),  (45).     Waste  launder  to  the  river. 

The  mill  employs  about  300  men  per  24  hours,  divided  into  three  8-hour  shifts. 
Wages  vary  from  $1.75  per  day  for  boys  to  $3  for  stamp  men.  Power  is  fur- 
nished by  an  800-hor8e  power  Corliss  engine. 

Water  is  brought  from  the  river  by  a  flume  46  X  46  inches  in  section,  sloping 
6  inches  in  1,000  feet  and  running  full. 

The  concentrates  contain  12  to  20%  copper ;  the  coarse  tailings  contain  1|  to 
1}%  copper;  the  later  jig  tailings  contain  \\  to  1^%  copper;  the  table  tailings 
contain  2%  copper.     One  hundred  tons  of  ore  yield  50  to  75  tons  of  concentrates. 

This  mill  has  introduced  Wilfley  tables  to  replace  some  of  the  machines  work- 
ing upon  fine  material. 

This  company  has  recently  replaced  its  old  mill  by  an  entirely  new  one.  The 
latter  is  really  two  mills,  in  separate  buildings  with  a  power  house  between  them. 
Each  of  the  two  mills  contains  four  entirely  independent  sections,  each  section 
having  a  capacity  of  over  700  tons  in  24  hours,  this  time  including  all  ordinary 
shut  downs  for  renewing  crusher  plates,  etc.  The  following  is  a  description 
of  a  single  section: 

'The  ore  is  delivered  over  two  shaking  grizzlies  with  IJ-inch  round  holes  to  a 
12  X  24-inch  Blake  breaker.    The  latter  delivers  to  two  trommels  with  l^inch 
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round  holes.  Each  of  these  sends  oversize  to  a  5  X  15-mch  Blake  breaker.  The 
products  of  the  latter^  together  with  the  undersize  of  the  trommels  and  of  the 
grizzlies,  go  to  a  box  which  divides  the  material  to  two  No.  1  bucket  elevators. 
Each  of  the  latter  d'elivers  to  a  line  of  trommels  with  22-mm.,  7-mm.,  5-mm.  and 
2|-mm.  round  holes  respectively.  To  treat  these  different  sizes  of  ore  there  are 
two  Harz  jigs  for  the  coarsest  size,  four  Harz  jigs  for  the  next  size,  and  twelve 
Evans  jigs  for  each  of  the  next  two  sizes.  The  undersize  of  the  2i-mm.  trom- 
mels goes  to  two  unwatering  boxes,  which  deliver  spigots  to  four  No.  1  Evans 
classifiers  and  overflow  to  the  tanks  feeding  the  Wilney  tables.  These  classifiers 
send  their  spigot  products  to  twelve  Evans  jigs.  All  of  the  jigs  thus  far  men- 
tioned have  two  sieves  each.  The  tailings  from  the  coarsest  Harz  jigs  go  tjp  one 
pair  of  No.  1  (40  X  16-inch)  rolls;  those  from  the  other  Harz  jigs  go  to  No.  2 
(40  X  16-inch)  rolls.  Both  pairs  of  rolls  deliver  to  the  No.  1  elevators.  The 
first  two  sets  of  Evans  jigs  send  tailings  and  the  third  set  sends  the  discharge 
from  the  second  sieves  to  two  large  V  tanks.  These  deliver  the  sand  by  spigots 
to  one  No.  2  elevator  and  clean  overflow  water  to  be  used  in  the  Huntington  mills 
and  as  hydraulic  water  on  the  last  flnishing  jigs.  The  practically  clean  wafer 
flowing  over  the  tails  of  the  third  set  of  Evans  jigs  is  used  as  hydraulic  water  in 
the  No.  2  hydraulic  classiflers. 

No.  2  elevator  delivers  to  four  trommels,  with  1^-mm.  slotted  holes,  which 
send  oversize  to  two  pairs  of  No.  3  (40  X  16-inch)  rolls  and  undersize  to  four 
No.  2  Evans  classifiers.  The  rolls  return  their  product  to  No.  2  elevator.  The 
No.  2  classifiers  feed  twelve  S-sieve  Evans  jigs.  These  send  tailings  to  two 
settling  tanks  which  discharge  the  sand  to  waste  and  send  the  clear  overflow  to 
be  used  as  wash  water  on  Wilfley  tables.  Middlings  from  the  last  mentioned 
jigs  go  to  one  No.  3  elevator  which  delivers  to  three  6-foot  Huntington  mills 
having  1-mm.  slotted  screens.  These  mills  deliver  to  two  unwatering  boxes 
which  send  spigots  to  four  No.  3  Evans  classiflers.  The  latter  feed  twelve 
3-sieve  Evans  jigs  which  send  tailings  to  waste  and  middlings  back  to  No.  3 
elevator  to  be  returned  to  the  Huntington  mills. 

The  overflow  from  the  hydraulic  classifiers  and  from  the  unwatering  boxes  that 
feed  the  latter  go  to  a  number  of  V-shaped  box  classifiers.  These  send  their 
products  to  seventeen  Wilfiey  tables  on  the  upper  table  fioor  and  sixteen  Wilfley 
tables  on  the  lower  table  fioor.  The  box  classifiers  make  two  grades  of  table  feed, 
the  coarser  being  treated  on  separate  tables  from  the  finer.  All  of  the  tables 
deliver  their  middlings  either  directly  or  by  an  elevator  to  the  box  classifiers  that* 
feed  the  lower  set  of  tables.  The  overflow  of  the  box  classiflers,  together  with 
the  muddy  water  from  the  Wilfley  tables,  goes  to  large  settling  ponds.  The 
settlings  will  be  briquetted  and  smelted.  Concentrates  for  the  smelter  are  made 
on  all  the  jigs  and  Wilfley  tables. 

The  power  house  contains  two  Nordberg  triple  expansion  Corliss  engines 
run  condensing,  each  rated  at  2,500  horse  power  but  capable  of  developing  about 
3,600  horse  power.  There  is  also  a  Eraser  ft  Chalmers  triple  expansion  Corliss 
engine,  run  condensing,  rated  at  1,000  horse  power.  This  is  held  in  reserve.  In 
addition  to  running  the  mill  these  engines  operate  quite  a  large  amount  of  elec- 
trical machinery. 

§  706.  Mill  No.  43.  Butte  Reduction  Works,  Butte,  Montana. — Capac- 
ity 160  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The 
ore  is  purchased  from  different  mines  and  is  concentrated  and  smelted  by  this 
company.  It  consists  of  the  economic  minerals  chalcocite,  bomite,  chalcopyrite, 
pyrite  and  blende  and  a  gangue  of  quartz  and  decomposed  feldspar.  The  prob- 
lem is  to  save  the  copper  and  silver  without  the  zinc.  The  ore  comes  in  wagons 
with  removable  plank  bottoms  and  is  dumped  to  (1). 

1.  Five  No.  1  or  receiving  bins,  each  holding  100  tons.    By  gates  and  chutes 
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to  cars  each  holding  1,500  pounds  which  are  dumped  into  a  skip  and  hoisted 
to  (2). 

2.  One  No.  2  or  mill  tin  with  bottom  sloping  three  ways,  holding  120  tons. 
By  gate  and  chute  to  (3). 

3.  One  No.  1  grizzly  with  1-inch  spaces.     Oversize  to  (4) ;  undersize  to  (5). 

4.  From  (3)  and  (11).  A  Fraser  &  Chalmers  steam  stamp  using  screens 
with  11,  14  and  19-mm.  round  holes.     To  (6). 

5.  From  (3)..  One  No.  1  trommel  with  11-mm.  round  holes.  Oversize  to 
(11)  ;  undersize  to  (6). 

6.  From  (4),  (5)  and  (22).  Four  No.  1  hydraulic  classifiers,  each  with 
four  spigots.  1st  spigots  to  (12)  ;  2d  to  (13) ;  3d  to  (14) ;  4th  to  (15)  ;  over- 
flow to  (7). 

7.  One  No*;  1  unwatering  box  with  three  spigots.  Spigots  by  No.  1  bucket  ele- 
vator to  (8) ;  overflow  to  (10). 

8.  One  No.  1  .whole  current  box  classifier  with  four  spigots.  1st  spigot  to 
(25) ;  2d  to  (26) ;  3d  to  (27) ;  4th  to  (28) ;  overflow  to  (9). 

9.  One  No.  2  whole  current  box  classifler  with  twelve  spigots.  Spigots  to 
(30);  overflow  to  (10). 

10.  From  (7)  and  (9).  Three  No.  1  settling  tanks,  only  one  used  at  a  time. 
It  takes  about  three  months  to  fill  a  tank  with  mud.  Settlings  to  smelter ;  over- 
flow to  (39). 

11.  From  (5).  One  No.  1  jig.  l-sieve  Harz  jig.  Discharge  by  belt  conveyor 
to  three  small  bins,  4X5X8  feet  deep,  with  60**  bottom,  to  go  to  snielter ;  hutch 
to  (18) ;  tailings  by  No.  3  bucket  elevator  to  (4). 

12.  From  (6).  Four  No.  2  jigs.  2-sieve  modified  CoUom  jigs.  1st  dis- 
charge to  (34) ;  2d  to  (18) ;  hutches  to  (34) ;  tailings  to  (38).    . 

13.  From  (6).  Four  No.  3  jigs.  2-sieve  modified  Collom  jigs.  1st  dis- 
charge to  (34)  ;  2d  to  (18) ;  1st  hutch  to  (34)  ;  2d  to  (16) ;  tailings  to  (3S). 

14.  From  (6).  Four  No.  4  jigs.  2-sieve  modified  Collom  jigs.  1st  hutch 
to  (34) ;  2d  to  (17) ;  tailings  to  (38). 

16.  From  (6).  Four  No.  5  jigs.  2-8ieve  modified  Collom  jigs.  1st  hutch  to 
(34)  ;  2d  to  (17)  ;  tailings  to  (30). 

16.  From  (13),  (23),  (24).  Two  No.  6  jigs.  2-sieve  modified  Collom  jigs. 
1st  hutch  to  (31) ;  2d  to  (18) ;  tailings  to  (38). 

17.  From  (14)  and  (15).  Two  No.  7  jigs.  2-sieve  modified  Collom  jigs. 
Products  like  (16). 

18.  From  (11),  (12),  (13),  (16),  (17),  (19)  and  (23).  No.  1  rolls, 
30  X  16  inches,  set  close  together.    By  No.  2  bucket  elevator  to  (19). 

19.  One  No.  2  trommel  with  3-mm.  round  holes.  Oversize  to  (18) ;  undersize 
to  (20). 

20.  One  No.  3  trommel  with  2-mm.  round  holes.  Oversize  to  (23) ;  undersize 
to  (21). 

21.  One  No.  2  unwatering  box  with  two  spigots.  Spigots  to  (22) ;  overflow 
used  as  clear  water  on  (4),  (23)  and  (24). 

22.  One  No.  2  hydraulic  classifier.  A  flat  bottomed  box  8  X  12  X  5  inches 
deep  with  one  spigot.     Spigot  to  (24) ;  overflow  to  (6). 

23.  From  (20).  One  No.  8  jig.  3-sieve  Harz  jig.  Ist  and;  2d  discharges  to 
(34) ;  3d  to  (18) ;  Ist  and  2d  hutches  to  (34)  ;  3d  to  (16)  ;  tailings  to  (38). 

24.  Prom  (22).  One  No.  9  jig.  3-sieve  Harz  jig.  Ist  and  2d  discharg;es.  to 
(34) ;  3d  not  used ;  1st  and  2d  hutches  to  (34)  ;  3d  to  (16) ;  tailings  to  (38), 

25.  Prom  (8).  One  No.  1  convex  revolving  slime  table  with  two  deckja.  A 
Clark  step  table.  Heads  of  upper  deck  to  (34) ;  middlings  to  lower  deck;  tail- 
ings to  (39).    Heads  of  lower  deck  to  (29) ;  middlings  to  (30) ;  tailings.to  (39). 
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26.  Prom  (8).  One  No.  2  plain  convex  revolving  slime  table  with  two  decks. 
Products  like  (25). 

27.  From  (8).  One  No.  3  convex  revolving  slime  table  with  two  decks.  A 
Clark  step  table.     Products  like  (25) . 

28.  From  (8).  One  No.  4  plain  convex  revolving  slime  table  with  two  decks. 
Products  like  (25). 

29.  From  (25),  (26),  (27),  (28).  One  No.  2  settling  tank.  Settlings  to 
smelter;  overflow  to  (39). 

30.  From  (9),  (15),  (26),  (26),  (27),  (28).  Six  4.foot  Frue  vanners. 
Three  treat  stuff  from  (9),  one  from  (15),  and  two  from  (25),  (26),  (27),  (28). 
Heads  wheeled  to  pile  to  go  to  smelter;  tailings  to  (39). 

31.  Prom  (16),  (17),  and  (34).     One  No.  4  bucket  elevator.    To  (32). 

32.  One  No.  3  un watering  box,  with  two  spigots.  1st  spigot  to  any  one  of 
(33) ;  2d  to  (36) ;  overflow  used  as  clear  hydraulic  water  in  (11). 

33.  Ten  No.  3  settling  tanks,  holding  35  tons  each.  Settlings  periodically  to 
smelter;  overflow  to  (35). 

34.  From  (12),  (13),  (14),  ^15),  (23),  (24),  (26),  (26),  (27),  (28).  One 
No.  4  settling  tank.     Spigot  to  (31) ;  overflow  to  (35). 

35.  From  (32),  (33),  (34).  Two  No.  5  settling  tanks.  Settlings  period- 
ically to  smelter;  overflow  and  drainings  to  (36). 

36.  One  No.  6  settling  tank.  Settlings  periodically  to  smelter;  overflow  and 
drainings  to  (37). 

37.  One  No.  7  settling  tank.  Settlings  every  two  months  to  smelter;  overflow 
to  (39). 

38.  Prom  (12),  (13),  (14),  (16),  (17),  (23),  (24).  Coarse  tailings  launder, 
200  feet,  to  waste  dump. 

39.  From  (10),  (25),  (26),  (27),  (28),  (29),  (30)  and  (37)v  Fine  tail- 
ings launder,  150  feet,  to  waste  dump. 

The  mill  requires  16  men  per  24  hours,  divided  into  2  shifts  of  12  hours  each: 
2  engineers,  2  fireman,  2  foremen,  1  hoisting  skip  man,  2  stamp  men,  1  hoist 
man,  1  breaker  man,  2  jig  men,  2  table  men,  1  settling  tank  man.  The  engineers 
and  firemen  also  look  after  the  power  for  the  smelter.  Board  costs  $30  per 
month,  and  slack  coal  $3.50  per  ton. 

Power  is  furnished  by  two  fire  tube  boilers,  48  inches  diameter,  14  feet 
long  with  52  tubes  3  inches  diamteter,  running  under  a  steam  pf^tire  of  95 
pounds  per  square  inch  and  burning  5  tons  of  slack  coal  per  24  hotirs,  and  an 
'engine  with  cylinder  16  X  42  inches  making  65  revolutions  per  minute. 

Water  is  pumped  from  a  distance  of  40  feet  and  up  a  height  of  43  feet  from 
Silver  Bow  Creek  by  a  Root  rotary  pump  making  52  revolutions  per  minute  and 
delivering  1,200  gallons  per  minute.  Some  water  is  also  used  over  as  indicated 
in  the  mill  scheme. 

The  crude  ore  contains  3  to  8%  copper  and  3  to  10  ounces  silver  per  ton ;  the 
concentrates  contain  6  to  15%  copper  and  6  to  20  ounces  silver,  and  the  tailings 
contain  0.8  to  1.8%  copper  and  0.8  to  3.0  ounces  silver  per  ton.  One  hundred 
tons  of  ore  yield  35  to  40  tons  of  concentrates  and  60  to  66  tons  of  tailings.  The 
mill  saves  70  to  85%  of  the  copper  and  silver. 

This  mill  has  beim  enlarged  to  have  a  capacity  of  500  tons  per  24  hours,  and 
the  steam  stamp  has  been  given  up  on  account  of  the  large  amount  of  slimes 
which  it  produced.  Graded  crushing  by  breakers  and  rolls  is  now  used  and  con- 
centrates are  made  by  the  jigs  as  coarse  as  1  inch.  Some  of  the  tailing  which 
formerly  went  to  waste  are  now  recrushed  and  treated  on  Wilflev  tables  (see 
§493). 
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(;)     COMPLEX    JIQQINO    MILLS    DRESSING    NATIVE    COPPBB    AT    LAKE    8UPEBI0S, 
USING    STEAM    STAMPS^    CLASSIFIERS,    JIGS    AND    TABLES. 

§  707.  This  group  includes  Mills  44  to  48  inclusive.  The  mine  rock  carrying 
the  native  copper  is  either  a  rhyolite  conglomerate^  an  amygdaloid,  or  a  yein 
stone.  In  all  of  them  the  copper  is  in  larger  or  smaller. irregular  jagged  frag- 
ments scattered  through  the  rock.  When  in  large  masses  it  is  cut  up  in  the  mine 
by  trenching  the  mass  with  chisels.  Smaller  masses  are  blasted  out  and  cleaned 
by  steam  hammer,  drop  hammer  or  hand  hammer.  Sizes  smaller  still  are  crushed 
by  steam  stamps,  in  whic)i  the  larger  fragments  are  broken  and  then  abraded  into 
rounded  nuggets  until  the  time  for  cleaning  out  the  mortar  arrives.  The 
smaller  are  severed  from  the  rock  and  broken  up  or  remain  attached  to  the  rock 
as  included  grains;  these  all  pass  out  through  the  screen  to  the  concentrating 
machines.  The  copper  coming  from  the  stamps  takes  the  following  forms  which 
are  easy  or  difficult  of  separation  as  indicated :  large  nuggets  from  the  mortar, 
easy;  compact  rounded  grains,  easy;  compact  broken  grains,  easy;  thin  leaf- 
like grains,  difficult;  thin  branching  forms,  difficult;  copper  included  in  rock, 
difficult;  very  fine  abraded  copper,  difficult.  *The  separation  is  also  rendered 
difficult  by  heavy  minerals  epidote  and  iron  oxide  (probably  martite  or 
octahedral  hematite).  The  metal  worn  off  the  stamp  shoes  and  drill  sted  is 
present  but  in  very  small  quantity. 

The  conglomerate  mills  have  to  contend  with  the  fine  abraded  copper,  the 
included  grains  and  the  thin  flaky  arborescent  forms.  The  amygdaloid  mills 
have  the  same  except  that  the  included  grains  are  much  less  in  amount.  The 
latter  mills  can  on  this  account  bring  down  the  copper  contents  of  the  tailings 
to  a  much  lower  percentage  than  the  former.  Mill  44  treats  included  grains 
by  grinder,  classifier  and  jigs.  Mills  45,  46,  47  and  4B  send  middlings  back  to 
the  steam  stamp. 

Rolls  for  crushing  native  copper  rock  have  been  tried  and  given  up  because  of 
the  large  percentage  of  copper  in  thin  forms  which  floated  off  in  the  jig  tailings. 
Stamps  break  them  up  small  enough  to  have  normal  settling  capacity.  l%e 
chief  objection  to  stamps  is  the  amount  of  very  fine  abraded  copper  made  by  them. 
The  two  directions  to  look  for  improvements  are:  (1)  to  catch  the  fine  tank 
overflows  and  treat  them;  (2)  to  adopt  measures  to  diminish  the  formation  of 
abraded  copper,  by  taking  out  copper  nuggets  earlier  from  the  mortar.  The 
schemes  to  do  the  latter  are  given  at  the  ends  of  Mills  44  and  48  and  the  results 
of  the  experiments  which  led  to  the  adoption  of  the  scheme  in  Mill  48  have  been 
given  in  §  118. 

These  mills  use  hydraulic  classifiers  upon  quite  coarse  material  (4.76  mm.). 
They  seek  to  avoid  losses  of  fines  in  jigging,  which  would  result  from  the  imper- 
fections of  hydraulic  classifiers,  by  first  running  the  material  over  roughing  jigs 
which  have  a  loose  whole  bed  and  thus  deliver  some  sand  into  the  hutch  with  the 
copper  and  then  by  re-treating  these  hutch  products  slowly  and  gently  on  finishing 

jigs- 

The  coupling  up  of  two  dissimilar  machines  to  supplement  each  other,  the  one 
to  make  clean  heads  and  the  other  to  make  clean  tailings,  occurs  in  these  mills. 
The  heads  of  the  slime  tables  are  enriched  in  Mills  45  and  46  by  kieves  and  in 
Mill  47  by  tye  and  kieve.  The  kieve  tops  go  back  to  the  tables.  The  tailings 
of  the  tables  are  considered  sufficiently  clean  to  throw  away.  In  the  very  latest 
arrangement  of  mills  (1902)  the  slime  tables  and  Wilfley  tables  are  coupled 
together  in  this  same  way,  the  former  making  clean  tailings  and  the  latter  clean 
heads. 

§  708.  Mill  N"©.  44.  Calumet  and  Hecla  Mining  Company,  Calumbt, 
Michigan. — Capacity  3,640  tons  in  24  hours  for  each  of  the  two  mills.    The 
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mill  runs  24  hours  per  day,  6  days  per  week.  The  ore  consists  of  the  economic 
minerals  native  copper  and  a  little  native  silver,  and  a-  gangue  of  rhyolite  con- 
glomerate carrying  a  little  ealcite,  epidote  and  martite.  The  problem  is  to  save 
the  copper  and  silver.  The  ore  is  hoisted  from  the  mine  in  skips  holding  5,000 
and  10,000  pounds  and  dumped  upon  (1). 

There  are  eleven  rock  houses,  one  for  each  shaft,  all  alike  and  only  one  of  them 
will  be  described. 

Rock  House. 

1.  One  No.  1  grizzly  with  S^-inch  spaces.  Oversize  is  hand  picked  on  the 
grizzly  into:  (a)  copper  nuggets  to  (32) ;  (6)  waste  used  for  filling;  and  (c) 
residue  or  milling  rock  to  (2) ;  undersize  to  (5). 

2.  One  No.  1  Blake  breaker,  24  X  36  inches,  crushing  to  12  inches.    To  (3).^ 

3.  One  No.  2  grizzly  with  3i-inch  spaces.  Oversize  is  hand  picked  on  tlie 
grizzly  into:  (a)  copper  nuggets  to  (32) ;  (6)  waste  for  filling;  and  (c)  residue 
to  (4) ;  undersize  to  (5). 

4.  One  No.  2  Blake  breaker,  17  X  24  inches,  crushing  to  3^  inches.     To  (5). 

5.  From  (1),  (3)  and  (4).  Rock  house  bins,  40  X  50  feet  and  10  to  20  feet 
deep,  with  double-V  bottom  and  14  gates.  By  gates  and  chutes  to  railroad  cars 
hauled  5  miles  to  (6). 

Mill. 

There  are  two  entirely  independent  mills,  the  Calumet  an-d  the  Hecla,  just 
alike,  with  11  independent  sections  in  each.  Only  one  section  of  the  Calumet 
mill  will  be  described. 

6.  Mill  bin,  with  flat  bottom,  holding  about  1,000  tons.     By  gate  to  (7). 

7.  Picking  chute.  Copper  nuggets  to  (32) ;  rich  copper  rock  to  (8)  just 
before  clean  up ;  wood,  chips,  etc.,  to  waste ;  residue  to  (8) . 

8.  From  (7)  and  (9).  One  Leavitt  steam  stamp  using  a  screen  with 
4.76-mm.  round  holes.  Pulp  by  distributor  to  (10)  ;  residue  in  mortar  at  time  of 
clean  up  to  (9). 

9.  One  No.  1  or  c5ver  jig.  1-sieve  cam  driven  spring  return  jig.  There  is 
only  one  jig  for  the  whole  eleven  sections  of  the  mill.  Bottom  skimmings  and 
hutch  by  bucket  to  (32)  ;  top  skimmings  and  tailings  to  (8). 

10.  Prom  (8).  Pour  No.  1  hydraulic  classifiers,  eaoh  with  four  spigots,  let 
spijrot  to  (11) ;  2d  to  (12) ;  3d  to  (13) ;  4th  to  (14) ;  overflow  to  (22). 

11.  Prom  (10)  and  (12).  Pour  No.  2  jigs  or  No.  1  roughing  jigs.  2-8ieve 
Collom  jigs.  Ist  and  2d  bottom  skimmings,  Ist  discharge  and  Ist  hutch  by  jerk- 
ing trough  conveyor  to  picking  table,  where  native  silver  is  removed  while  the 
copper  goes  to  (32) ;  2d  discharge  to  (25)  ;  2d  hutch  to  (15) ;  tailings  to  (19). 

12.  Prom  (10)  and  (13).  Pour  No.  3  jigs  or  No.*2  roughing  jigs.  2-8ieve 
Collom  jigs.  Bottom  skimmings  to  (11);  2d  discharge  to  (25);  hutches  to 
(16);  tailings  to  (19). 

13.  Prom  (10)  and  (14).  Pour  No.  4  jigs  or  No.  3  roughing  jigs.  2-sieve 
Collom  jigs.     Bottom  skimmings  to  (12) ;  hutches  to  (17)  ;  tailings  to  (33). 

14.  Prom  (10).  Pour  No.  5  jigs  or  No.  4  roughing  jigs.  2-sieTe  Collom 
jigs.     Bottom  skimmings  to  (13)  ;  hutches  to  (18)  ;  tailings  to  (33). 

15.  Prom  (11)  and  (16).  Two  No.  6  jigs  or  No.  1  finishing  jigs.  3-8ieve 
Collom  jigs.  2d  and  3d  bottom  skimmings  to  (25) ;  Ist  and  2^3  discharges  to 
(31)  ;  hutches  to  (31) :  tailings  to  (33). 

16.  Prom  (12).  Two  No.  7  jigs  or  No.  2  finishinfir  jigs.  3-8ieve  Collom 
jigs.  2d  bottom  skimmings  to  (25) ;  3d  to  (15)  ;  Ist  discharge  to  (31)  ;  hutches 
to  (31) ;  tailings  to  (33). 
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17.  From  (13).  Two  No.  8  jigs  or  No.  3  finishing  jigs.  3-sieve  CoUom  jigs. 
Ist  bottom  skimmingb  to  (25) ;  2d  to  (21) ;  3d  to  (31) ;  hutches  to  (31) ;  tail- 
ings to  (33). 

18.  Prom  (14).  Two  No.  9  jigs  or  No.  4  finishing  jigs.  3-8i€7e  Collom  jigs. 
Bottom  skimmings  and  hutches  to  (31)  ;  tailings  to  (33). 

19.  From  (11)  and  (12).  Two  No.  I  distributors  each  dividing  the  material 
into  four  parts.     To  ( 20 ) . 

20.  Eight  No.  10  jigs  or  rejiggers.  l-sieve  Collom  jigs.  Bottom  skimmings 
and  discharge  to  (26) ;  hutch  to  (21) ;  tailings  to  (33). 

21.  From  (17)  and  (20).  Two  No.  11  jigs  or  rejigger  finishers.  2-8ieve 
Collom  jigs.     Bottom  skimmings  to  (25) ;  hutches  to  (31) ;  tailings  to  (33). 

22.  From  (10)  and  (26).  One  No.  1  distributing  tank  with  9  spigots. 
Spigots  by  centrifugal  pump  and  No.  2  distributor  to  upper  decks  of  (23) ;  over- 
flow to  (33). 

23.  Two  No.  1  convex  revolving  slime  tables  each  with  two  decks.  Heads  of 
upper  deck  to  (31)  ;  mid^dlings  to  lower  deck;  tailings  to  (33).  Heads  of  lower 
deck  to  (31) ;  middlings  to  (24) ;  tailings  to  (33). 

24.  Two  No.  2  convex  revolving  slime  tables,  each  with  two  decks.  As  all 
the  sections  of  the  mill  are  never  run  at  a  time,  the  two  No.  1  tables  of  an  idle 
section  receive  the  middlings  from  the  ten  tables  of  five  sections  which  are 
running.     Heads  to  (31) ;  tailings  to  (33). 

25.  From  (11),  (12),  (15),  (16),  (17),  (20),  (21).  Heberli  mills.  There 
are  two  of  these  for  eleven  sections  of  the  mill.  They  grind  to  0.1  inch.  To 
(86). 

26.  Two  No.  2  hydraulic  classifiers  for  eleven  sections  of  the  mill,  each  with 
three  spigots.  1st  spigot  to  (27) ;  2d  to  (28) ;  3d  to  (29) ;  overflow  to  (22)  in 
one  section  of  the  mill  in  addition  to  its  regular  work. 

27.  Two  No.  12  jigs  or  No.  1  grinder  jigs.  3-sieve  Collom  jigs.  Bottom 
skimmings  to  (31) ;  1st  and  3d  discharges  to  (31) ;  1st  and  '2d  hutches  to  (31)  ; 
3d  to  (30) ;  tailings  to  (33). 

28.  From  (26).  Two  No.  13  jigs  or  No.  2  grinder  jigs.  3-sieve  Collom  jigs. 
Bottom  skimmings  to  (31) ;  3d  discharge  to  (31) ;  1st  hutch  to  (31) ;  2d  and  3d 
to  (30) ;  tailings  to  (33). 

29.  From  (26).  Two  No.  14  jigs  or  No.  3  grinder  jigs.  3-sieve  Collom  jigs. 
Bottom  skimmings  to  (31) ;  3d  discharge  to  (31) ;  hutches  to  (30) ;  tailings  to 
(33). 

30.  From  (27),  (28),  (29).  Two  No.  15  jigs  or  grinder  finishing  jigs. 
2-8ieve  Collom  jigs.     Bottom  skimmings  and  hutches  to  (31) ;  tailings  to  (33). 

31.  From  (15),  (16),  (17),  (18),  (21),  (23),  (24),  (27),  (28).  (29),  (30). 
Settling  tanks  for  concentrates.     Settlings  to  (32) ;  overflow  to  (33). 

32.  From  (1),  (3),  (7),  copper  nuggets.  From  (9),  (11),  (31),  copper 
concentrates  called  mineml  copper.     By  shipping  car  to  smelter. 

33.  From  (13).  (14),  (15),  (16),  (17),  (18),  (20),  (21),  (22),  (23),  (24), 
(27),  (28),  (29),  (30),  (31).  Two  sand  wheels,  one  for  each  mill,  lifting  to 
main  waste  launder  delivering  to  the  lake.  There  are  also  two  more  sand  wheels, 
held  in  reserve. 

Power  for  the  steam  stamps  of  both  mills  and  the  mill  engine  is  furnished  by 
17  Belpair  boilers  running  under  a  steam  pressure  of  120  pounds  per  square 
inch.  A  triple  expansion  engine  with  cylin'derfl  18  X  60,  27}  X  60,  and  48  X  60 
inches,  making  58  revolutions  per  minute  and  developing  750  indicated  horse 
power,  runs  the  two  mills,  the  two  sand  wheels  and  the  machine  shop.  Lare^e 
ppare  engines  with  single  expansion  are  installed  in  various  departments  to  be 
used  in  case  of  accident.  Each  rock  house  has  an  engine  indicating  60  to  65  horse 
power. 
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Water  is  pumped  from  Torch  Lake  by  a  triple  expansion  pumping  engine 
with  two  differential  plungers.  It  delivers  40,000,000  gallons  per  24  hours, 
which  is  the  amount  used  when  16  sections  of  the  mills  are  in  use.  The  max- 
imum capacity  is  60,000,000  gallons.  There  are  three  smaller  pumps  for  use  in 
case  of  break. 

The  mill  gives  out  no  analyses.  The  ore  formerly  ran  4  or  5%  copper,'*  but  it 
is  now  running  somewhat  less  than  these  figures.  The  concentrates  contain 
about  65%  qopper. 

One  section  of  the  mill  has  been  used  for  expterimental  work  for  designing 
the  new  mill  with  six  sections  and  has  undergone  many  changes.  Otherwise  the 
mill  has  been  very  little  changed  except  for  the  introduction  of  shaking  picking 
tables  in  place  of  the  picking  chutes  (7). 

The  new  mill  is  radically  different  from  the  old.  The  six  sections  are  alike 
and  one  section  is  about  as  follows:  The  rock  is  brought  by  a  belt  conveyor  to 
the  Leayitt  steam:  stamp  which  has  a  4.76-mm.  cylindrical  screen  and  also 
"mortar  discharges"  or  "mortar  jigs.'*  These  consist  of  four  openings  in  the 
side  of  the  mortar,  each  about  \\  X  12  inches,  just  below  the  lower  edge  of  the 
screen.  Each  opening  leads  down  to  a  sieve  below  with  26-mm.  holes.  The 
sieves  have  connections  with  jigging  plungers  which  subject  the  material  on  the 
sieves  to  a  regular  jigging  action.  The  coarser  nuggets  of  copper  accumulate  on 
the  sieve  and  are  removed  periodically  through  a  si-de  opening ;  the  smaller  copper 
nuggets  which  pass  through  the  sieve  into  the  hutch  are  likewise  drawn  off  at 
intervals.  The  stamped  rock  issuing  through  the  4.76-mm.  screen  goes  to  two 
large  2-^ieve  jigs  followed  by  two  large  S-sieve  jigs.  By  this  arrangement  the 
material  is  treated  successively  by  five  sieves,  the  tailings  from  the  first  going  to 
the  seconfd  and  so  on.  The  first  sieves  yield  concentrates  to  the  smelter  and 
slimes,  taken  off  by  a  special  arrangement,  to  slime  tables  after  being  unwatered. 
The  second  sieves  yield  discharge  to  smelter  and  hutch  to  two  little  hydraulic 
classifiers.  The  third,  fourth  and  fifth  sieves  yield  discharges  to  a  Chili  mill, 
hutches  to  the  two  little  hydraulic  classifiers  and  final  tailings  to  waste.  The 
product  of  the  Chili  mill  is  separated  on  two  Wilfley  tables  into  clean  heads  and 
tailings.  The  two  little  hydraulic  classifiers  yield  spigot  product  to  smelter  and 
overflow,  after  unwatering,  to  two  Wilfley  tables.  The  products  of  these  are  clean 
heads  and  tailings,  and  middlings  which  are  re-treated  on  another  Wilfley.  The 
middlings  from  this  last  Wilfley  go  to  the  above  mentioned  Chili  mill.  The 
tailings  of  the  convex  revolving  slime  tables  treating  slimes  from  the  first  sieves, 
are  waste  while  the  concentrates  are  further  enriched  on  four  Wilfley  bibles 
making  clean  heads  and  tailings,  and  middlings  which  are  unwatered  and  sepa- 
rated on  one  more  Wilfley  into  clean  heads  to  smelter  and  tailings  to  waste. 

§  709.  Mill  No.  45.  Franklin  Mining  Company,  Hancock,  Michigan. — 
Capacity  450  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  six  days  per 
week.  The  ore  consists  of  the  economic  mineral  native  copper  and  a  little  native 
silver,  filling  cavities  in  a  gangue  of  soft  amygdaloid  rock.  The  problem  is  to 
save  the  copper  and  silver.  The  rock  is  brought  from  the  rock  house  to  the  mill 
by  an  incline  in  cars  holding  2 J  tons  each  and  dumped  upon  (1). 

1.  Two  receiving  bins  each  holding  75  tons.     To  (2). 

2.  Three  picking  chutes.  Wood  and  barren  rock  to  waste;  rich  copper  rock 
to  (3)  just  before  clean  up;  residue  to  (3). 

3.  From  (2),  (4),  (6),  (7),  (8),  (9),  (10).  Three  Ball  steam  stamps  using 
screens  with  4.76-mm.  round  holes.  Pulp  to  (5) ;  residue  in  mortar  at  time  of 
clean  up  to  (4). 

4.  A  trough  washer.  Heads  called  cover  work,  after  hand  picking  for  native 
silver,  to  smelter  as  No.  1  copper;  tailings  to  (3). 
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5.  From  (3).  Six  No.  1  hydraulic  claasifiere,  each  with  three  spigots.  Ist 
spigots  to  (6)  ;  2d  to  (7) ;  3d  to  (8) ;  overflow  to  (14). 

6.  Six  No.  1  jigs.  2-Bieve  Collom  jigs.  1st  bottom  skimmings,  after  hand 
picking  for  silver,  to  smelter  as  No.  1  copper;  2d  to  (3) ;  hutches  to  (9) ;  tailings 
to  (18). 

7.  From  (5).  Six  No.  2  jigs.  2-sieve  Collom  jigs.  1st  bottom  skimmings  to 
smelter  as  No.  1  copper;  2d  to  (3) ;  hutches  to  (9) ;  tailings  to  (18). 

8.  From  (5).  Six  No.  3  jigs.  2-sieve  Collom  jigs.  1st  bottom  skimmings  to 
smelter  as  No.  1  copper;  2d  to  (3) ;  hutches  to  (10) ;  tailings  to  (18). 

9.  From  (6)  and  (7).  Six  No.  4  jigs  or  No.  1  finishing  jigs.  3-sieve  Collom 
jigs.  1st  audi  2d  bottom  skimmings  to  smelter  as  No.  2  copper;  3d  to  (3) ;  1st 
and  2i  hutches  to  smelter  as  No.  2  copper;  3d  to  (13)  ;  tailings  to  (11). 

10.  From  (8).  Six  No.  5  jigs  or  No.  2  finishing  jigs.  8-sieve  Collom  jigs. 
Products  like  (9). 

11.  From  (9)  and  (10).  Two  No.  1  runs  used  alternately.  Settlings  to 
(13);  overflow  to  (12). 

12.  One  No.  2  run.     Settlings  to  (13) ;  overflow  to  (18). 

13.  From  (9),  (10),  (11),  (12).  Four  No.  6  jigs  or  rejiggers.  l-sieve 
Collom  jigs.    Hutches  to  smelter  as  No.  2  copper;  tailings  to  (18). 

14.  JVom  (6)  and  (17).  Three  No.  1  distributing  tanks.  Spigots  to  (15) ; 
overflow  to  (18). 

15.  Four  convex  revolving  slime  tables.  Heads  to  (16)  ;  middlings  to  (17)  ; 
tailings  to  (18). 

16.  One  kieve.  Tops  or  tailings  to  (17) ;  middles  returned  to  kieve ;  bottoms  oi 
heads  to  smelter  as  No.  3  copper. 

17.  From  (15)  and  (16).  One  feeder  and  centrifugal  pump  with  2-inch  dis- 
charge pipe.    To  (14). 

18.  From  (6),  (7),  (8),  (12),  (13),  (14),  (15).  Sand  wheel  lifting  444 
tons  of  sand,  and  3,744,000  gallons  of  water  per  24  hours,  up  22  feet  to  waste 
launder  delivering  to  Portage  Lake. 

The  coarse  part  of  the  mill  is  divided^  into  three  sections  so  that  one-third  or 
two-thirds  of  the  mill  can  be  shut  down  if  desired. 

Power  is  furnished  by  an  engine  run  by  the  exhaust  steam  from  the  three 
steam  stamps,  receiving  it  at  a  pressure  of  7  pounds  per  square  inch  and  deliver- 
ing it  into  a  vacuum  equal  to  23^  inches  of  mercury  obtained  by  a  jet  condenser 
and  an  air  pump.  The  engine  has  a  cylinder  36  X  48  inches  and  makes  60  revo- 
lutions per  minute.  A  portion  of  the  exhaust  steam  also  runs  the  Cornish  pump 
which  supplies  the  water  for  the  mill.  Any  excess  is  used  for  heating  the  feed 
water  to  the  boilers. 

One  hundred  tons  of  rock  yield  330  to  400  pounds  of  cover  work  from  (4). 
2,200  pounds  of  mineral  copper  from  the  other  machines  and  about  98^  tons  of 
tailings.  The  four  rejiggers  (13)  save  about  50  pounds  of  mineral  per  day  con- 
taining 25%  copper. 

This  mill  was  burned  and  a  new  mill  has  been  constructed  with  a  capacity  of 
1,350  tons  in  24  hours.  It  has  three  modern  steam  stamps  and  the  arrange- 
ment of  the  washing  machines  is  according  to  the  regular  Lake  Superior  practice, 
using  roughing  jigs,  finishing  jigs  and  slime  tables  much  like  Mill  47.  Power 
is  furnished  by  two  Stirling  water  tube  boilers  of  500  horse  power  each  andi  an 
Allis-Corliss  engine  with  cylinder  16  X  22  inches.  Water  is  supplied  by  an 
Allis  pump  with  a  capacity  of  15,000,000  gallons  per  24  hours. 

§  710.  Mill  No.  46.  Osceola  Consolidated  Mining  Company,  Hotjohton 
County,  Michigan. — Capacity  1,260  tons  in  24  hours.  The  mill  runs  24  hours 
per  day,  6  days  per  week.  The  ore  consists  of  the  economic  mineral  native  cop- 
per and  a  gangue  of  amygdaloid  with  a  little  calcite,  prehnite  and  magnetite. 
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Bock  similar  to  Mill  44  is  also  treated  in  one  section  of  the  mill.  The  problem 
is  to  save  the  copper.  The  rock  is  hoisted  in  skips  holding  4,000  pounds  and 
dumped  upon  (1). 

There  are  two  rock  houses,  just  alike,  of  which  only  one  will  be  described. 

Rock  House. 

1.  Two  grizzlies  with  SJ-inch  spaces.     Oyersize  to  (2) ;  undersize  to  (6). 

2.  Sledging  and  picking  floor.  Mass  copper  and  largest  rock  lumps  to  (3)  - 
large  rock  lumps  to  (4) ;  small  rock  to  (5)  ;  fine  stuflE  to  (6) ;  barren  rock  to  waste 
dump. 

3.  Fall  hammer.     Cleaned  mass  copper  to  smelter;  fine  copper  rock  to  (6). 

4.  From  (2).  One  No.  1  Blake  breaker,  14  X  22  inches,  crushing  to  4  inches. 
To  (6). 

5.  From  (2).  One  No.  2  Blake  breaker,  13  X  20  inches,  crushing  to  4  inches. 
To  (6). 

6.  From  (1),  (2),  (3),  (4),  (5).  No.  1  or  rock  house  bin  with  a  double-V 
bottom.    By  8  chutes  to  hopper-'bottomed  cars  holding  12^  tons,  5  miles  to  (7). 

Mill. 

7.  No.  2  or  mill  bins  with  bottoms  sloping  45^,  holding  about  2,600  tons. 
To  (8). 

8.  Six  picking  chutes,  fed  with  water.  Rich  copper  rock  to  (9)  just  before 
clean  up;  wood,  chips,  etc.,  to  waste;  residue  to  (9). 

9.  From  (8),  (10),  (12),  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (20), 
(21),  (22),  (23).  (25),  (26),  (27),  (28),  (29),  (30),  (31),  (32).  Six  steam 
stamps;  Nos.  1,  2,  3  and  4  are  Ball  stamps.  No.  5  is  a  Cuyahoga  and  No.  6  is  an 
AUis.  They  use  screens  with  4.76-mm.  round  holes.  Pulp  by  six  distributors 
to  (11) ;  residue  in  mortar  at  time  of  clean  up  to  (10). 

10.  A  trough  washer.     Heads,  called  cover  work,  to  smelter;  tailings  to  (9). 

11.  From  (9).  Eighteen  No.  1  hydraulic  classifiers.  No.  1  Ball  stamp  has 
three  Lake  Superior  hog  trough  classifiers,  each  with  four  spigots.  No^  2  Ball 
has  two  Jjake  Superior  hog  trough  classifiers  and  one  Tamarack  classifier,  each 
with  four  spigots ;  No.  3  and  No.  4  Ball  stamps  each  have  three  Tamarack  classi- 
fiers with  four  ppigots  each.  The  Cuyahoga  and  AUis  stamps  each  have  three 
Tamarack  classifiers  with  six  spigots  each.  1st  spigots  of  the  6-spigot  classifiers 
to  (12) ;  2d  to  (13) ;  3d  to  (14)  ;  4th  to  (15)  ;  5th  to  (16)  ;  6th  to  (17) ;  over- 
flow to  (34).  Ist  spigots  of  the  4-spigot  classifiers  to  (25) ;  2d  to  (26) ;  3d  to 
(27) ;  4th  to  (28) ;  overflow  to  (34). 

The  jigs  are  divided  into  six  sections.  Those  for  the  Cuyahoga  and  Allis 
stamps  are  just  alike  and  only  the  Allis  section  will  be  described.  Those  for 
each  of  the  Ball  stamps  are  alike  and  only  one  section  will  be  described. 

Jigs  for  AUis  Section, 

12.  Three  No.  1  jigs  or  No.  1  roughing  jiers.  2-sieve  CoUom  jigs.  Ist  bottom 
skimmings  are  No.  1  copper  to  (40)  ;  2d  discharge  to  (9) ;  1st  hutch  to  ^8)  : 
2d  to  (19) ;  tailings  to  (41). 

13.  From  (11).  Three  No.  2  jigs  or  No.  2  roufirhine:  jigs.  2-sieve  Collom 
jigs.  1st  bottom  skimmings  are  No.  1  copper  to  (40)  ;  2d  to  (9) ;  1st  hutch  to 
(18) ;  2d  to  (19)  ;  tailings  to  (41). 

14.  From  (11),  (16),  (16),  (17).    Three  No.  3  jigs  or  No.  3  roughing  jiffs. 
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2-8i€ve  CoUom  jigs.    Ist  bottom  skimmings  are  No,  1  copper  to  (40) ;  2d  to  (9) ; 
Ifit  hutch  to  (20) ;  2d  to  (21) ;  tailings  to  (41). 

15.  Prom  (11).  Three  No.  4  jigs  or  No.  4  roughing  jigs.  2-8ieve  Collom 
jigs.  1st  bottom  skimmings  to  (14)  ;  2d  to  (9)  ;  Ist  hutch  to  (20)  ;  2d  to  (21) ; 
tailings  to  (41). 

16.  From  (11).  Three  No.  5  jigs  or  No.  5  roughing  jigs.  2-sieve  Collom  jigs. 
Ist  bottom  skimmings  to  (14) ;  2d  to  (9) ;  Ist  hutch  to  (22) ;  2d;  to  (23) ;  tailings 
to  (41). 

17.  Prom  (11).  Three  No.  6  jigs  or  No.  6  roughing  jigs.  2-sieve  Collom 
jigs.    Products  like  (16). 

18.  From  (12)  and  (13).  One  No.  7  jig  or  No.  1  finishing  jig.  3-«ieve 
Collom  jig.  1st  bottom  skimmings  are  No.  2  copper  to  (40)  ;  2d  are  No.  4 
copper  to  (40) ;  3d  to  (9) ;  1st  hutch  is  No.  2  copper  to  (24) ;  2d  is  No.  3 
copper  to  (24) ;  3d,  to  be  kieved,  to  (24) ;  tailings  to  (41). 

19.  Prom  (12)  and  (13).  One  No.  8  jig  or  No.  2  finishing  jig.  •  3-sicTe 
Collom  jig.  1st  bottom  skimmings  are  No.  3  copper  to  (40) ;  2d  are  No.  4 
copper  to  (40) ;  3d  to  (9) ;  1st  hutch  is  No.  3  copper  to  (24)  ;  2d  is  No.  4 
copper  to  (24) ;  3d,  to  be  kieved,  to  (24) ;  tailings  to  (41). 

20.  Prom  (14)  and  (15).  One  No.  9  jig  or  No.  3  finishing  jig.  3-sieve 
Collom  jig.  1st  bottom  skimmings  are  No.  2  copper  to  (40) ;  2d  are  No.  4 
copper  to  (40) ;  3d  to  (9) ;  1st  hutch  is  No.  2  copper  to  (24) ;  2d  is  No.  4 
copper  to  (24) ;  3d,  to  be  kieved,  to  (24) ;  tailings  to  (41). 

21.  Prom  (14)  and  (15).  One  No.  10  jig  or  No.  4  finishing  jig.  3-sieve 
Collom  jig.    Products  like  (19). 

22.  Prom  (16)  and  (17).  One  No.  11  jig  or  No.  5  finishing  jig.  3-8ieve 
Collom  jig.  1st  and  2d  bottom  skimmings  are  No.  4  copper  to  (40) ;  3d  to  (9) ; 
1st  hutch  is  No.  4  copper  to  (24) ;  2d  and  3d,  to  be  kieved,  to  (24) ;  tailings 
to  (41). 

23.  Prom  (16)  and  (17).  One  No.  12  jig  or  No.  6  finishing  jig.  3-8ieve 
Collom  jig.    Products  like  (22). 

24.  Prom  (18),  (19),  (20),  (21),  (22),  (23).  Three  sets  of  settling  tanks 
for  concentrates,  called  "copper  boxes,"  with  7  boxes  in  each  set  (see  §442). 
No.  1  quality  copper  to  (40) ;  No.  2  quality  copper  to  (40)  ;  No.  3  quality 
copper  to  (40) ;  No.  4  quality  copper  to  (40) ;  material  to  be  kieved  to  (38) ; 
overflow  to  (41). 

Jigs  for  One  Ball  Section. 

26.  Prom  (11).  Three  No.  1  jigs  or  No.  1  roughing  jigs.  2-8ieve  Collom 
jigs.  1st  bottom  skimmings  are  No.  1  copper  to  (40) ;  2d  to  (9)  ;  1st  hutch  to 
Ist  sieve  of  (29) ;  2d  to  2d  sieve  of  (29)  ;  tailings  to  (41). 

26.  Prom  (11),  (27),  (28).  Three  No.  2  jigs  or  No.  2  roughing  jigs.  2-8ieve 
Collom  jigs.  Ist  bottom  skimmings  are  No.  1  copper  to  (40)  ;  2d  to  (9) ;  1st 
hutch  to  1st  sieve  of  (30)  ;  2d  hutch  to  2d  sieve  of  (30)  ;  tailings  to  (41). 

27.  Prom  (11).  Three  No.  3  jigs  or  No.  3  roughing  jigs.  2-8ieve  Collom 
jigs.  1st  bottom  skimmings  to  (26)  ;  2d  to  (9)  ;  1st  hutch  to  1st  sieve  of  (31) ; 
2d  hutch  to  2d  sieve  of  (31)  ;  tailings  to  (41). 

28.  Prom  (11).  Three  No.  4  jigs  or  No.  4  roughing  jigs.  2-8ieve  Collom 
jigs.  1st  bottom  skimmings  to  (26)  ;  2d  to  (9)  ;  1st  hutch  to  1st  sieve  ef  (32) ; 
2d  hutch  to  2d  sieve  of  (32)  ;  tailings  to  (41). 

29.  30,  31,  32.  Prom  (25).  (26),  (27),  (28).  One  each  of  Nos.  5,  6,  7  and  8 
jigs  or  Nos.  1,  2,  3  and  4  finishing  jigs.  3-sieve  Collom  jigs.  Their  products  aie 
disposed  of  on  the  same  principle  as  in  (18),  (19),  (20),  (21),  (22),  (23). 

33.  Prom  (29),  (30),  (31),  (32).     "'Copper  boxes.'*    Products  like  (24). 
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The  Whole  Mill. 

34.  Prom  (11)  and  (39).  Four  No.  1  distributing  tanks:  one  for  the  AUis 
stamp  with  two  spigots,  one  for  the  Cuyahoga  stamp  with  two  spigots,  one  for 
each  pair  of  Ball  stamps  with  three  spigots  each.  Spigots  to  (35) ;  over- 
flow to  (41). 

35.  Ten  convex  revolving  slime  tables.  Heads  to  (36) ;  middlings  to  (39) ; 
tailings  to  (41). 

36.  Five  No.  1  settling  tanks.  Each  pair  of  slime  tables  has  a  double  tank 
the  halves  of  which  are  run  alternately.    Settlings  to  (38) ;  overflow  to  (37). 

37.  One  No.  2  settling  tank.  Settlings  once  in  24  hours  to  (39) ;  overflow 
to  (41). 

38.  From  (24),  (33)  and  (36).  One  kieve.  Tops  or  tailings  to  (39); 
middlings  returned  to  kieve;  bottoms  or  heads  are  No.  4  copper  to  (40). 

39.  From  (35),  (37)  and  (38).  Feed  trough  and  a  Hoage  centrifugal  pump 
with  2-inch  discharge  pipe  and  making  375  revolutions  per  minute.    To  (34). 

40.  From  (12),  (13),  (14),  (18),  (19),  (20).  (21),  (22),  (23),  (24),  (25), 
(26),  (29),  (30),  (31),  (32),  (33),  (38).  Shipping  cars.  The  four  qualities 
of  mineral  copper  are  sent  separately  to  the  smelter. 

41.  From  (12),  (13),  (14),  (15),  (16),  (17),  (18),  (19),  (20),  (21),  (22), 
(23),  (24),  (25),  (26),  (27),  (28),  (29),  (30),  (31),  (32),  (33),  (34),  (35), 
(37).     Tailings  launder  to  Torch  Lake. 

This  mill  is  in  six  independent  sections.  The  AUis  stamp  section  treats 
conglomerate  from  the  Tamarack  Junior  mine.  No.  1  Ball  treats  amygdaloid 
from  the  Kearsarge  mine,  and  the  remaining  stamps  treat  amygdaloid  from  the 
Osceola  mine. 

Power  for  the  mill  i8  derived  from  ten  fire  tube  boilers,  28  feet  long,  60  inches 
diameter  (two  are  72  inches),  with  tubes  3  and  3^  inches  diameter  and  16 
^eet  long,  running  under  a  steam  pressure  of  100  pounds  per  square  inch. 
Seven  of  the  boilers  are  for  steam  stamps,  one  for  the  mill  engine  and  pump 
and  two  for  spare.  The  mill  engine  has  a  cylinder  24  X  32  inches,  makes  62 
revolutions  per  minute,  cuts  oflf  at  one-quarter  stroke  and  develops  90  indicated 
horse  power.  Power  for  the  rock  house  is  derived  from  two  Reynolds  upright 
boilers  which  also  supply  steam  for  hoisting.  They  are  20  feet  long,  84  inches 
diameter,  with  tubes  3  inches  diameter  and  16  feet  long,  running  under  a 
steam  pressure  of  100  pounds  per  square  inch.  An  Allis  engine  is  used  with 
cylinder  10  X  30  inches,  making  90  revolutions  per  minute,  cutting  off  at  one- 
quarter  stroke  and  developing  20  horse  power. 

'  Water  is  pumped  from  Torch  Lake  by  an  Allis  compound  vertical  pump,  a 
distance  of  300  leet  and  up  56  feet,  delivering  12,000,000  gallons  per  24  hours. 

According  to  the  annual  report,  in  1899  the  rock  contained  1.159%  copper, 
the  concentrates  72%,  and  the  tailings  0.187%.  One  hundred  tons  of  rock 
jnelded  1.35  tons  of  concentrates  and  98.65  tons  of  tailings.  The  mill  saved  84% 
of  the  copper.**^ 

There  has  been  recently  built  another  mill  in  two  parts,  one  with  three  steam 
stamps  made  by  the  Nordberg  Works  and  one  with  four.  They  are  arranged 
according  to  the  new  coarse  stamping  scheme  as  outlined  at  the  end  of  Mill  48. 
The  thr^-stamp  part  has  a  capacity  of  1,600  tons  per  24  hours.  Each  stamp 
has  a  cylinder  of  20  inches  diameter,  24  inches  stroke,  and  strikes  100  blows 
per  minute  under  a  steam  pressure  of  95  pounds  per  square  inch.  This  new 
mill  has  reduced  the  value  of  the  tailings  to  0.065%  copper,  has  reduced  the  cost 
of  milling  per  ton  from  $0.29  to  $0.22,  and  has  increased  the  percentage  saving 
considerably.     The  product  of  the  Krause  discharge,  together  with  the  spigot 
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of  the  little  hydraulic  classifier,  contains  56%  of  the  total  copper  recovered  in 
the  mill. 

A  new  pump  for  supplying  this  mill  and  Mill  48  has  a  capacity  of  40,000,000 
gallons  per  24  hours.  It  is  a  triple  expansion  Nordberg  with  steam  cylinders 
22,  40  and  60  inches  in  diameter,  and  three  water  cylinders  30  inches  in  diameter 
with  52-inch  stroke. 

§  711.  Mill  No.  47.  Quincy  Mining  Company,  Hancock,  Michigan. — 
Capacity  of  the  mill  is  1,700  to  1,900  tons  per  24  hours.  The  mill  runs  24 
hours  per  day,  six  days  per  week.  The  ore  consists  of  the  economic  mineral 
native  copper  in  grains  and  masses  occasionally  as  large  as  300  tons,  and  a 
gangue  of  amygdaloid.  The  problem  is  to  save  the  copper.  The  rock  is  hoisted 
in  skips  and  goes  ordinarily  to  (1),  or  if  mass  copper,  to  (2). 

There  are  three  rock  houses  just  alike,  of  which  only  one  will  be  described. 

Rock  House, 

1.  Two  No.  1  grizzlies  with  2f-inch  spaces.  Oversize  to  (2) ;  undersize 
to  (7). 

2.  Sledging  and  picking  floor.  Large  lumps  to  (3) ;  rock  with  mass  copper 
to  (4) ;  small  copper  rock  to  (6) ;  small  mass  copper  to  (8) ;  barren  rock,  suit- 
able for  building,  to  waste  dump. 

3.  Drop  hammer.  Rock  with  mass  copper  to  (4)  ;  small  copper  rock  to  (6)  ; 
small  mass  copper  to  (8). 

4.  From  (2)  and  (3).  One  No.  1  Blake  breaker,  18  X  24  inches,  crushing 
to  5  inches.    Mass  copper,  picked  out,  to  (8) ;  residue  to  (5). 

5.  Two  No.  2  Blake  breakers,  9  X  15  inches,  crushing  to  2 J  inches.    To  (7). 

6.  From  (2)  and  (3).  Two  No.  3  Blake  breakers,  13  X  20  inches,  crushing 
to  3  inches.    To  (7). 

7.  From  (1),  (5)  and  (6).  No.  1  bin  for  milling  rock,  with  double  V-bottom, 
holding  3,000  tons.  By  10  gates  and  chutes  to  hopper  bottom  cars  holding  17 
tons,  and  thence  6^  miles  to  (11). 

8.  From  (2),  (3)  and  (4).    No.  2  bin  for  mass  copper.    By  gate  to  (9). 

9.  Steam  hammer.    Cleaned  mass  copper  to  smelter;  rich  copper  rock  to  (10). 

10.  One  No.  3  bin  for  rich  milling  rock.  By  gate  and  chute  to  special  car 
and  thence  to  (11). 

Mill. 

11.  From  (7)  and  (10).  No.  4  or  receiving  bin,  holding  about  3,000  tons, 
with  flat  bottom  and  divided  into  five  sections.  One  section  is  further  divided 
into  two  parts,  one  part  to  receive  stuff  from  (10).    To  (12). 

12.  Five  picking  chutes.  Rich  copper  rock  to  (13)  just  before  clean  up; 
wood,  chips,  etc.,  to  waste;  residue  to  (13). 

13.  From  (12),  (14),  (15),  (16).  (18),  (19).  Five  Allis  steam  stamps 
using  screens  with  4.76-mm.  round  holes.  Pulp  by  five  No.  1  distributors  to 
(17)  ;  residue  in  mortar  at  time  of  clean  up  to  (14). 

14.  Wash  trommel.  Coarse  material  hand  picked  into  copper  to  (36)  and 
rock  to  (13) ;  fine  material  to  (15). 

15.  One  No.  2  grizzly  with  1-inch  spaces.  Oversize  hand  picked  into  copper 
to  (36)  and  rock  to  (13)  ;  undersize  to  (16). 

16.  One  No.  1  or  cover  jig.  A  l-sieve  cam  driven  spring  return  jig.  Discharge 
is  No.  1  copper  to  (36)  ;  hutch  to  (17)  ;  tailings  to  (13). 

17.  From  (13)  and  (16).  Twenty  No.  1  hydraulic  classifiers,  each  with  foii'- 
spigots.  1st  spigots  to  (18)  ;  2d  to  (19)  ;  3d  to  (20) ;  4th  to  (21) ;  overflow  to 
five  of  the  tanks  (28). 
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18.  Twenty  No.  2  jigs  or  No.  1  roughing  jigs.  2-8ieve  CoUom  jigs.  Ist  bot- 
tom skimmings  to  (26)  as  No.  1  copper;  2d  to  (13) ;  Ist  hutch  to  (22) ;  2d  to 
(23) ;  tailings  to  (37). 

19.  From  (17),  (20),  (21).  Twenty  No.  3  jigs  or  No.  2  roughing  jigs. 
2-8ie7e  Collom  jigs.  Ist  bottom  skimmings  to  (36)  as  No.  2  copper;  2d  to  (13)  ; 
1st  hutch  to  (22) ;  2d  to  (23) ;  tailings  to  (37). 

20.  From  (17).  Twenty  No.  4  jigs  or  No.  3  roughing  jigs.  2-8ieve  Collom 
jigs.  Bottom  skimmings  to  (19) ;  1st  hutch  to  (24) ;  2d  to  (25) ;  tailings  to 
(37). 

21.  Prom  (17).  Twenty  No.  5  jigs  or  No.  4  roughing  jigs.  2-sieve  Collom 
jigs.     Products  like  (20). 

22.  Prom  (18)  and  (19).  Ten  No.  6  ligs  or  No.  1  finishing  jigs.  3-sieve 
Collom  jigs.  1st  bottom  skimmings  to  (26)  as  No.  2  copper;  2d  to  (36)  as  No. 
2  copper;  3d  to  (36)  as  No.  3  copper;  1st  hutch  is  No.  2  copper  to  (27) ;  2d,  No.  2 
copper,  to  (27) ;  3d,  No.  3  copper  for  smelt€fr  or  to  be  kieyed,  to  (27) ;  tailings  to 
(37). 

23.  From  (18),  (19),  (24),  (26).  Ten  No.  7  jigs  or  No.  2  finishing  jigs. 
3-8ieve  Collom  jigs.  Bottom  skimmings  to  (36)  as  No.  3  copper;  1st  hutch. 
No.  3  copper,  to  (27) ;  2d,  No.  3  copper,  to  smelter  or  to  be  kieved,  to  (27) ;  3d, 
No.  3  copper,  to  be  kieved,  to  (27) ;  tailings  to  (37). 

24.  Prom  (20)  and  (21).  Ten  No.  8  jigs  or  No.  3  finishing  jigs.  3-sieve 
Collom  jigs.  Bottom  skimmings  to  (23) ;  1st  hutch,  No.  2  copper,  to  (27)  ;  2d 
and  3d ,  No.  3  copper,  to  be  kieved,  to  (27) ;  tailings  to  (37). 

25.  Prom  (20)  and  (21).  Ten  No.  9  jigs  or  No.  4  finishing  jigs.  3-sieve 
Collom  jigs.     Products  like  (24). 

26.  Prom  (18)  and  (22),  separately.  One  picking  table.  Native  silver  to 
market;  native  copper  of  No.  1  quality  to  (36). 

27.  Prom  (22),  (23),  (24),  (25).  Ten  sets  of  settling  tanks  for  concentrates, 
called  "copper  boxes'*  with  eleven  boxes  in  each  set.  For  example,  one  set  has 
three  boxes  each  about  1^  X  2  feet,  to  receive  the  hutches  of  two  No.  6  jigs,  thre? 
similar  boxes  to  receive  the  hutches  of  twio  No.  7  jigs  and  five  boxes,  each  about 
2X3  feet,  in  series  to  receive  the  overflow  of  the  smaller  boxes.  No.  2  quality 
copper  to  (36) ;  No.  3  quality  copper  to  (36) ;  material  to  be  kieved  to  (31) ; 
overflow  to  (37). 

28.  Prom  (17)  and  (36).  Six  No.  1  distributing  tanks  each  with  four  spigots. 
Spigots  to  (29) ;  overflow  to  (37). 

29.  Twenty-four  convex  revolving  slime  tables  mounted  two  on  a  shaft. 
Heads  to  (30) ;  middlings  to  (35) ;  tailings  to  (37). 

30.  Six  double  No.  1  settling  tanks,  the  halves  of  each  used  alternately.  Set- 
tlings to  (31) ;  overflow  to  (37). 

31.  Prom  (27)  and  (30)  separately.  One  tye.  Heads  to  (32) ;  tailings  to 
(34). 

32.  Prom  (31)  and  (34).  One  No.  1  kieve.  1st  treatment.  Tops  or  tailings 
to  (36) ;  middles  returned  to  (32) ;  bottoms  or  heads  to  (33). 

33.  No.  1  kieve,  2d  treatment.  Tops  to  (35) ;  middles  returned  to  (33)  ; 
bottoms  to  (36). 

34.  Prom  (31).  One  No.  2  kieve.  Tops  to  (35) ;  middles  returned  to  (34)  ; 
bottoms  to  (32). 

35.  From  (29),  (32),  (33),  (34).  A  box  feeder  and  centrifugal  pump  with  a 
2i-inch  discharge  pipe,  making  622  revolutions  per  minute.     To  one  of  the  tank*? 

36.  From  (14),  (15),  (16),  (19),  (22),  (23),  (26),  (27),  (33).  The  dif- 
forent  qualities  of  mineral  are  shipped  in  cars  to  the  smelter. 
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37.  From  (18),  (19),  (20),  (21),  (22),  (23),  (24),  (25),  (27),  (28),  (29), 
(30) .    Waste  launder  to  Torch  Lake. 

This  mill  has  five  sections,  of  which  one  or  all  may  be  run  at  the  same  time. 

The  labor  required  in  a  rock  house  is  16  men  per  24  hours. 

Power  for  the  mill  is  derived  from  steam  boilers  and  an  AUis  engine  with 
cylinder  16  X  42  inches,  receiving  steam  under  100  pounds  pressure  per  square 
inch,  making  78  revolutions  per  minute  and  cutting  off  at  \  stroke.  Each 
steam  stamp  uses  100  horse  power  and  its  valves  and  washing  machines  require 
13  horse  power,  making  the  total  horse  power  of  the  mill  565  and  10  horse 
power  for  the  electric  lights.  In  each  rock  house  there  is  a  steam  engine  with 
cylinder  16  X  42  inches,  running  under  a  pressure  of  80  poundis  per  square 
inch,  cutting  off  at  -i^  stroke  and  developing  75  to  80  indicated  horse  power. 

Water  for  the  miU  is  raised  80  feet  from  Torch  Lake  by  an  Allis  pump 
delivering  12,000,000  gallons  in  24  hours. 

In  1898  the  rock  yielded  about  1.5%  refined  copper  which  means  that  it  con- 
tained about  2%  copper.  The  mass  copper  from  the  mill  contains  about  90% 
copper,  No.  1  quality  mineral  contains  about  93%  copper.  No.  2  about  83%, 
No.  3  about  43%,  and  the  average  of  all  is  about  80%  copper.  Of  the  rock 
mined,  about  10%  is  rejected  as  waste  in  the  mine  and  in  ttie  rock  house.  In 
the  rock  house  100  tons  of  rock  yield  about  30  tons  of  mass  copper  rock  for 
the  steam  hammer  and  about  70  tons  of  milling  rock.  About  \  of  the  con- 
centrates is  mass  copper  from  the  rock  house  and  \  are  from  the  mill* 

In  this  mill  the  forty  Nos.  6,  7,  8,  and  9  jigs  have  been  replaced  bjr  12 
Wilfley  tables.  Twelve  slime  tables,  that  is,  those  in  three  sections  of  the 
mill  have  also  been  replaced  by  Wilfley  tables. 

Water  is  lifted  to  the  mill  by  three  pumps  with  a  combined  capacitv  of  21,- 
000,000  gallons  per  24  hours. 

A  second  mill  has  been  built  to  supplement  the  first,  with  a  capacity  of 
1,200  tons  in  24  hours.  It  contains  three  Allis  steam  stamps  and  is  similar 
to  the  first  mill  except  that  there  are  24  Wilfley  tables;  that  is,  eight  Wilfley 
tables  take  the  place  of  eight  jigs  (Nos.  6,  7,  8  and  9  jigs)  and  four  slime 
tables.  Another  departure  from  the  old  mill  is  that  one  of  the  new  stamps 
has  the  coarse  stamping  scheme  described  at  the  end  of  Mill  48.  The  boiler 
house  has  four  Wickes  vertical  water  tube  boilers  of  250  horse  power  each. 
Water  is  supplied  by  an  Allis  triple  expansion  pump  rated  at  16,000,000 
gallons  and  capable  of  lifting  20,000,000  gallons  per  24  hours. 

§  712.  Mill  No.  48.  Tamaraok  Mining  Company,  HouaHTON  County, 
Michigan. — Capacity  1,500  tons  in  24  hours.  The  mill  runs  24  hours  per 
day,  six  days  per  week.  The  ore  and*  problem  are  the  same  as  those  of  Mill 
44.  The  ore  is  hoisted  on  cages  in  cars  holding  5,000  pounds,  and  dumped 
upon  (1).  There  are  two  rock  houses,  just  alike,  of  which  only  one  will  be 
described. 

Rock  House, 

1.  Three  No.  1  grizzlies  with  4-inch  spaces.  Oversize  to  (2) ;  undersize  to 
(6). 

2.  Spalling  and  picking  floor.  Large  lumps  to  (3) ;  medium  lumps,  bro- 
ken by  hand  sledge,  to  (4)  ;  small  lumps  to  (4) ;  coppier  nuggets  to  (30) ; 
barren  rock  to  waste  dump. 

3.  Drop  hammer,  crushing  to  about  12  inches.     To  (4). 

4.  Prom  (2)  and  (3).  Five  No.  1  Blake  breakers.  Two  are  18  X  24  inches 
and  three  an?  8  X  15  inches,  crushing  to  4  inches.     To  (6). 

6.  From  (1).    Three  No.  2  grizzlies  with  3-inch  spaces.    Oversize  is  hand 
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picked  into  barren  rock  to  waste  dump  and  copper  rock  to  (6) ;  imdersize  to 
(6). 

6.  From  (4)  and  (5).  No.  1  or  rock  house  bin,  46  X  70  X  24  feet  deep. 
By  16  gates  and  chutes  to  cars  holding  12^  tons  and  thence  5  miles  to  (7). 

Mill. 

Fig.  520  shows  the  classifiers  and  jigs  for  one  section  of  the  mill. 

7.  No.  2  or  mill  bins  with  flat  bottoms.     By  gates  to  (8). 

8.  Five  picking  chutes,  fed  with  water.  Wood,  chips,  etc.,  to  waste;  copper 
nuggets  to  (30) ;  residue  to  (9). 

9.  From  (8),  (10),  (13),  (14),  (15),  (16).  Five  AUis  steam  stamps, 
using  screen  with  4.76-mm.  round  holes.  Pulp  by  five  No.  1  distributors  or 
split  launders  to  (11)  ;  residue  in  mortar  at  the  time  of  clean  up  to  (10). 

10.  A  trough  washer.    Heads,  called  cover  work,  to  (30) ;  tailings  to  (9). 

11.  From  (9).  Twenty  No.  1  hydraulic  classifiers,  each  with  four  spigots. 
Ist  spigots  to  (12) ;  2d  to  (14) ;  3d  to  (15)  ;  4th  to  (16) ;  overflow  to  (24). 

12.  Twenty  No.  2  hydraulic  classifiers,  each  with  one  spigot.  Spigot,  No;  1 
copper,  to  (30) ;  overflow  to  (13). 

13.  Twenty  No.  1  jigs.  2-sieve  CoUom  jigs.  1st  bottom  skimmings.  No.  1 
copper,  to  (30) ;  2d  discharge  to  (9) ;  Ist  hutch  to  (17) ;  2d  to  (18)  j  tailings 
to  (31). 

14.  From  (11).  Twenty  No.  2  jigs.  2-8ieve  CoUom  jig«.  1st  bottom 
skimmings,  No.  1  copper,  to  (30) ;  2d  to  (9)  ;  1st  hutch  to  (17) ;  2d  to  (18) ; 
tailings  to  (31). 

15.  From  (11).  Twenty  No.  3  jigs.  2-8ieve  Collom  iigs.  1st  bottom 
skimmings,  No.  2  copper,  to  (30) ;  2d  to  (9) ;  1st  hutch  to  (19) ;  2d  to  (20) ; 
tailings  to  (31). 

16.  From  (11).  Twenty  No.  4  jigs.  2*-sieve  Collom  jigs.  Bottom  skim- 
mings to  (9) ;  Ist  hutch  to  (19) ;  2d  to  (20)  ;  tailings  to  (31). 

17.  From  (13)  and  (14).  Ten  No.  5  jigs.  3-sieve  Collom  jigs  with  un- 
watering  boxes  before  each  sieve.  1st  discharge.  No.  2  copper,  to  (30)  ^  2d 
and  3d  bottom  skimmings,  No.  4  copper,  to  (30) ;  ist  hutch,  No.  2  copper,  to 
(21) ;  Sd,  No.  4  copper,  to  (21) ;  3d,  to  be  rejigged,  to  (21) ;  tailings  to  (81) ; 
overflow  of  un watering  boxes  to  (23). 

18.  From  (13)  and  (14).  Ten  No.  6  jigs.  3-sieve  Collom  jigs,  with  un- 
watering  boxes  before  each  sieve.  Ist  discharge.  No.  3  copper,  to  (30) ;  2d 
and  3d  bottom  skimmings,  No.  4  copper,  to  (30) ;  1st  hutch,  No.  3  copper,  to 
(21) ;  2d,  No.  4  copper,  to  (21)  ;  3d,  to  be  rejigged,  to  (21)  ;  tailings  to  (31) ; 
overflow  of  unwatering  boxes  to  (23). 

19.  From  (15)  and  (16).  Ten  No.  7  jigs.  3-sieve  Colloim  jigs,  with  un- 
watering boxes  before  each  sieve.     Products  like  (18). 

20.  From  (15)  and  (16).  Ten  No.  8  jigs.  3-sieve  Collom  jigs,  with  un- 
watering boxes  before  each  sieve.  Bottom  skimmings.  No.  4  copper,  to  (30) ; 
Ist  and  2d  hutches.  No.  4  copper,  to  (21)  ;  3d',  to  be  rejigged,  to  (21)  ;  tail- 
ings to  (31)  ;  overflow  of  unwatering  boxes  to  (23). 

21.  From  (17),  (18),  (19),  (20).  Ten  sets  of  '"copper  boxes'*  similar  to 
those  of  Mill  46,  1f24.  No.  2  quality  copper  to  (30)  ;  No.  3  quality  copper  to 
(30) ;  No.  4  quality  copper  to  (30) ;  material  to  be  rejigged  tp  (22) ;  overflow 
to  (23). 

22.  No.  9  jigs  called  rejiggers.  Details  unknown,  but  they  probably  yield 
concentrates  to  (30);  and  tailings  to  (31). 

23.  From  (17),  (18),  (19),  (20),  (21).  Ten  catch  launders,  each  2  X  36 
feet.     Settlings  to  (25)  ;  overflow  to  (31). 
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24.  From  (11),  and  (29).  Nine  No.  1  distributing  tanks,  two  each  for 
four  sections  of  the  mill  and  one  for  the  fifth  section^  each  with  four  spigots. 
Spigots  to  (^5);  overflow  to  (31). 

25.  From  (23)  and  (24).  Eighteen  convex  revolving  slime  tables.  Heads 
to  (26) ;  middlings  to  (29) ;  tailings  to  (31). 

26.  Five  No.  1  settling  tanks,  double  tanks  with  the  halves  of  each  used 
alternately.     Settlings  to  (28);  overflow  to  (27). 

27.  One  No.  2  settling  tai^.  Settlings  every  24  hours  to  (29) ;  overflow 
to   (31). 

28.  Prom  (26).  Two  kieves.  Tops  or  tailings  to  (29) ;  middles  returned  to 
kieve;  bottoms  or  heads.  No.  4  copper,  to  (30). 

29.  From  (26),  (27),  (28).  Feeder  and  centrifugal  pump  with  2-inch 
discharge  pipe,  making  375  revolutions  per  minute.     To  (24). 

30.  From  (2),  (8),  (10),  (12),  (13),  (14),  (15),  (17),  (18),  (19),  (20), 
(21),  (22),  (28).  The  copper  nuggets  are  put  into  barrels,  the  concentrates 
from  the  jigs  are  brought  down  in  pails  to  the  barrels,  those  from  the  "copper 
boxes'*  and  the  kieves  are  shovelled  direct  to  barrels.  The  barrels  are  packed 
with  water,  nailed  and  headed  up  and  shipped  to  smelter. 

31.  From  (13),  (14),  (16),  (16),  (17),  (18),  (19),  (20),  (22),  (23), 
(24),  (26),  (27).     Waste  launder  to  lake. 

This  mill  is  in  five  sections,  any  number  of  which  may  be  shut  down  without 
affecting  the  others. 

•  Power  for  the  mill  is  derived  from  eight  fire  tube  boilers,  28  feet  long,  6  feet 
diameter,  with  tubes  16  feet  long  and  3  inches  diameter,  running  under  a 
steam  pressure  of  100  pounds  per  square  inch.  Seven  furnish  steam  for  the 
stamps  and  one  for  the  mill  engine  which  is  a  Reynolde-Gorliss  with  cylinder 
14  X  30  inches,  making  90  revolutions  per  minute,  cutting  oflE  at  \  stroke  and 
developing  65  indicated  horse  power.  Power  in  the  rock  house  is  derived  from 
an  engine  with  cylinder  16  X  30  inches,  making  70  revolutions  per  minute, 
taking  steam  at  90  pounds  pressure  and  cutting  off  at  \  stroke. 

Water  is  pumped  from  tiie  lake  by  an  AUis  pump  delivering  10,000,000 
gallons  per  24  hours. 

The  rock  contains  1.5  to  2%  copper;  and  the  concentrates  66  to  70%  copper. 
One  hundred  tons  of  mine  rock  (in  1899)  yielded  2  tons  of  concentrates  and  98 
tons  of  tailings.  The  copper  nuggets  from  (2)  amount  to  about  6  tons  per 
month.  The  waste  removed  in  the  rock  house  is  about  7%  of  the  total  rock 
hoisted. 

Since  the  above  notes  were  taken  this  mill  has  made  a  great  advance  in 
graded  stamping  and  concentrating  and  each  section  is  more  or  less  changed 
over  to  the  following  scheme:  The  €team  stamp  (9)  has  a  circular  mortar 
with  15.9-mm.  holes  in  the  screens  and  the  issuing  pulp  goes  to  a  little  hy- 
draulic classifier.  The  copper  nuggets  are  not  allowed  to  accumulate  in  the 
mortar  and  be  cleaned  out  periodically,,  but  are  discharged  by  what  is  called 
the  ''Krause  clischarge.^'  This  consists  of  an  opening  in  the  side  of  the  mortar 
about  12  inches  above  the  top  of  the  die  and  all  the  water  tliat  is  ujsed  in 
stamping  is  introduced  up  into  the  mortar  through  this  opening.  The  capper 
nuggets  are  heavy  enough  to  pass  through  the  opening  and  sink  through  the 
rising  current  of  water  and  accumulate  in  a  cylindrical  pocket  below.  They 
are  removed  through  the  bottom  of  the  pocket  periodically  after  first  closing 
off  the  upper  end  of  the  pocket  by  a  valve.  The  little  hydraulic  classifier 
makes  a  spigot  product  which  is  clean  copper  to  the  smelter  and  overflow  to 
a  trommel  with  6.35-mm.  holes.  The  oversize  of  the  trommel  goes  by  a 
bucket  elevator  back  to  the  stamp  while  the  undersize  passes  on  to  the  hydraulic 
classifiers  (11)  and  is  treated  as  in  the  old  scheme  except  that  Wilfley  tables  as 
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well  as  revolving  sUn^  tables  are  used  for  treating  the  fine  atufE,  Positive 
accelerated  jigs  have,  replace  th^  Collpjn  jigs  to  a  considerable  extent.  The 
improvement  by  the  scheme  is  shown  in  two  directions:  1st,  the  capacity  of 
the  stamp  is  raised  from  300  ton«  to  400  tons  per  24  hours ;  Sd,  the  loss  due  to 
slime  copper  in  the  tailings  has  been  reduced  very  considerably  and  the  per  cent 
of  copper,  in.  the  tailings  is  lowered.  Another  rock  house  hsi&  been  built  con- 
taining eight  Blake  breakers  with  the  accompanying  grizzlies  and  bins.  A 
new  mill  has  been  constructed  with  three  Nordberg  steam  stamps  and  arranged 
according  to  the  improved  scheme  used  in  the  old  mill. 

{k)    MILLS   USING   FINE   CRUSHING  AND  RIFFLE  TABLES  OF  THE  WILFLEY   TYPE. 

§  713.  This  group  includes  Mills  49  andi  50.  The  designers  of  certain  recent 
mills,  by  using  the  riffle  tables^  have  made  great  deparhires  from  the  graded 
treatment  which  saves  large  grains  of  ore  on  jigs  to  prevent  formation  of  slimes. 
Hallett  in  Mill  49  aims  to  reach  the  limit  in  size,  60  mesh  more  or  less,  beyond 
which  there  are  practically  no  included  grains,  in  order  to  do  clean  work  whether 
of  two  or  three  mineral  separation.  Bartlett  in  Mill  50  aims  to  simplify  both 
crushing  and  concentrating,  in  his  construction  account  and  running  account, 
by  single  stage  crushing  to  8  mesh  or  finer  and  the  treatment  of  the  whole  pulp  on 
tables  where  two  minerals  are  to  be  separated. 

The  single  stage  crushing  to  8  mesh  where  the  per  cent,  of  conccfutratea  is 
large  is  more  expensive  than  graded  crushing,  since  in  the  latter  case  a  consider; 
able  amount  of  concentrates  is  saved  coarser  than  8  mesh  and  the  crushing  is 
reduced.  Bartlett  claim-s  to  offset  this  expense  by  the  simplicity  of  his  operation. 
The  singlet  stage  crushing  to  60  mesh  is  still  more  expensive  and  a  great  producer 
of  slimes,.  Hallett  clainjs  to  offset  these  disadvantages  by  the  simplicity  of 
his  mill,  by  the  cleaner  work  done  and  by  the  fact  that  the  tables  can  treat  the 
very  fine  slimes  when  suitably  adjusted. 

As  the  book  goes  to  press  (1903)  riffle  tables  of  the  Wilfley  type  have  been  re- 
ceived to  a  most  extraordinary  extent;  in  fact,  the  use  of  the  Wilfley  table  baa 
probably  spread  more  rapidly  than  any  other  machine  in  the  history  of  concen- 
tration. But  the  adoption  of  fine  crushing  with  only  riffle  tables  to  displace  the 
complex  jigging  mill  with  its  slime  preventing  graded  treatment  is  still  in  the 
tentative  stage.  The  mill  men. of  the  country  have  not  been  sufficiently  con- 
vinced to  adopt  this  new  plan. 

§  714.  Mill  No.  49.  New  Smuggler  Concentrator,  Aspen,  Colorado. — 
Capacity  125  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7  days  per 
week.  The  ore  is  tne  same  aa  that  of  Mill  28.  The  problem  is  to  save  the  lead 
(together  with  the  iron),  and  the  zinc  separately.  The  ore  is  brought  in  bottom 
discharging  cars  to  ( 1 ) . 

1.  No.  1  or  receiving  bin.  By  automatic  feeder,  similar  to  TuUoch  feeder, 
to  (2). 

2.  A  shaking  grizzly.     Oversize  to  (3)  ;  undersize  to  (4% 

3.  One  No.  1  Dodge  breaker,  11  X  15  inches,  crushing  to  2  inches.     To  (4). 

4.  Prom  (2)  and  (3).  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  close 
together,  making  52  revolutions  per  minute.     By  No.  1  bucket  elevator  to  (5). 

6.  Two  No.  2  bins.  By  two  automatic  feeders,  similar  to  TuUoch  feeders. 
To  (6). 

6.  Two  6-foot  Trent  Chili  mills,  using  screens  with  so-called  60-me8h  slots, 
revolving  22|  times  per  minute.    To  (7). 

7.  Prom  (6)  and  (17).  Two  No.  1  hydraulic  classifiers.  Meinecke  classifiers, 
each  with  three  spigots.  1st  spigots  to  (9) ;  2d  to  (10)  ;  3d  to  (11)  ;  overflow 
to  (8). 
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8.  Two  No.  1  box  cladsifieEs  6ach  with  five  spigots.  1st  spigots  to  (1^) ;  2d 
to  (13)  ;  3d  to  (14) ;  4th  to  (15) ;  5th  to  (16) ;  overflow  to  (30). 

9.  From  (7).  Two  No.  1  Hallett  tables.  Lead  concentrates  to  (28) ;  mid- 
dlings by  Frenier  sand  pump  to  (17)  ;  tailings  to  (30) ;  muddy  water  to  (26). 

10.  From    (7).     Two  No.   2   Hallett  tables.     Lead  concentrates   to    (28) 
middlings  to  (18)  ;  tailings  to  (30) ;  muddy  water  to  (25). 

11.  From    (7).     Two   No.   3   Hallett  tables.     Lead   concentrates  to    (28) 
middlings  to  (19) ;  tailings  to  (30) ;  muddy  water  to  (25). 

12.  From    (8).     Two  No.  4   Hallett  tables.     Lead  concentrates  to    (28) 
middlings  to  (20) ;  tailings  to  (30) ;  muddy  water  to  (25). 

13.  From  (8).  One  No.  6  Hallett  table.  Lead  concentrates  to  (28) ;  mid- 
dlings to  (21) ;  tailings  to  (30) ;  muddy  water  to  (25). 

14..  From  (8).  One  No.  6  Hallett  table.  Lead  concentrates  to  (28) ;  mid- 
dlings to  (22) ;  tailings  to  (30) ;  muddy  water  to  (25). 

16.  From  (8).  One  No.  7  Hallett  table.  Lead  concentrates  to  (28) ;  mid- 
dlings to  (23) ;  tailings  to  (30) ;  muddy  water  to  (26). 

16.  From  (8).  One  No.  8  Hallett  table.  Lead  concentrates  to  (28) ;  mid- 
dlings to  (24) ;  tailings  to  (30)  ;  muddy  water  to  (26). 

17.  From  (9).  One  6-foot  Trent  Chili  mill  using  a  screen  with  so-called  80- 
mesh  slots.     To  (7). 

18.  From  (10).  One  No.  9  Hallett  table.  Lead  concentrates  to  (28) ;  zinc 
concentrates  to  (29) ;  tailings  to  (30). 

19.  From  (11).     One  No.  10  Hallett  table.     Products  like  (18). 

20.  From  (12).     One  No.  11  Hallett  table.     Products  like  (18). 

21.  From  (13).     One  No.  12  Hallett  table.     Products  like  (18). 

22.  From  (14).     One  No.  13  Hallett  table.     Products  like  (18). 

23.  From  (16).    Oiie  No.  14  Hallett  table.    Products  like  (18). 

24.  From  (16).     One  No.  16  Hallett  table.     Products  like  (18). 

25.  From  (9),  (10),  (11),  (12),  (13),  (14),  (15),  (16).  One  No.  2  box 
classifier  with  two  spigots.     1st  spigot  to  (26) ;  2d  to  (27) ;  overflow  to  (30). 

26.  One  No.  16  Hallett  table.     Products  like  (18). 

27.  From '(25).    One  No.  17  Hallett  table.    Products  like  (18). 

28.  From  (9),  (10),  (11),  (12),  (13),  (14),  (15),  (16),  (18),  (19),  (20), 
(21),  (22),  (23),  (24),  (26),  (27).  Settling  tanks  or  bins  for  lead  concentrates 
which  go  to  the  drier  and  are  then  shipped  to  smelter. 

29.  From  (18),  (19),  (20),  (21),  (22),  (23),-  (24),  (26),  (27).  Settling 
tanks  or  bins  for  zinc  concentrates  which  are  stored  for  a  possible  market  later. 

30.  From  (8),  (9),  (10),  (11),  (12),  (13),  (14),  (15),  (16),  (18),  (19), 
(20),  (21),  (22),  (23),  (24),  (26),  (26),  (27).     Tailings  launder  to  waste. 

The  ore  contiains  6  to  20%  lead  and  30  to  35%  zinc.  The  lead  concentrates 
contain  60  to  75%  lead  and  not  over  6%  zinc.  The  zinc  concentrates  contain 
46%  zinc  ahd  hot  ovei'  1:5%  lead.     The  tailings  contain  0.9%  lead. 

The  reader^s  attention  is  called  lo  the  very  complete  system  of  classification 
and  of  final  concentration  for  the  separation  of  three  minerals,  adopted  in  this 
mill,  and  also  to  the  removal  of  muddy  water  from  the  table  for  separate  treat- 
ment, thereby  overcoming  one  of  the  sources  of  loss  on  riffle  tiables. 

§  715.  Mill  No.  60.  A  Bahtlett  Mill  in  ARizoNA.**"^-Clapacity  20  tons 
in  11  hours.  The  ore  consists  of  the  economic  minerals  galena,  chalcopyrite* 
and  blende  and  a  gangue  of  toiigh  hornblende  and  quartz.  The  problem  is  to 
save  the  lead  in  one  product  and  the  copper  and  zinc  in  another.  The  ore  is 
brou^t  by  a  tramway  to  the  secbhd  story  of  the  mill  to  (1). 

1.  One  breaker,  a  Gates  No.  2.    To  (2). 

2.  From  (1)  and  (4).    One  bucket  elevator,  lifting  24  fe^t.    To  (3); 
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3.  One  trommel,  3  feet  diameter  and  6  feet  long,  with  S-mesh  holes  or  finer. 
Oversize  to  (4) ;  undersize  to  (5). 

4.  One  pair  of  rolls,  30  X  12  inches,  slow  speed  rolls  of  the  Rogers  type. 
To  (2). 

5.  From  (3).     One  bin  with  hopper  bottom.     To  (6). 

6.  Two  Bartlett  tables.  Lead  concentrates  to  smelter;  copper  and  zinc  con- 
centrates to  smelter;  tailings  to  (7). 

7.  Settling  flume,  100  feet  long  and  4  feet  wide  with  bottom  sloping  sidewise. 
Settlings  hoed  out  into  cars  to  waste  dump;  overflow  to  (8). 

8.  Four  settling  reservoirs  in  series,  each  42  X  25  X  6  feet  deep.  Settlings 
flushed  out  monthly  to  waste ;  water  from  the  last  reservoir  is  pumped  back  to  the 
mill. 

The  labor  required  is  four  men :  1  engineer,  1  breaker  man,  1  table  man,  and 
1  man  to  run  in  the  ore  and  take  care  of  tailings. 

Power  is  furnished  by  a  50-horse  power  boiler  and  a  35-horse  power  engine. 

The  water  available  for  use  in  the  mill  and  boiler  is  5,000  gallons  per  day  not 
including  that  pumped  back  from  settling  reservoirs.  The  moisture  in  the  tail- 
ings is  500  to  600  gallons  per  day. 

Owing  to  the  excessive  amount  of  zinc  in  the  ore  (20%^)  about  15%  has  to  be 
carried  into  the  tailings. 

{I)    PLANTS  WORKING  FOR  GOLD  BT  HYDRAULIOKINO  OR  DREDGING. 

§  716.  This  group  includes  a  general  description  of  a  hvdraulicking  plant, 
Mills  51  and  52  on  dredging,  followed  by  general  remarks  on  dredging. 

Hydraulioking  is  the  name  given  to  the  method  of  excavating  gravel  by  a 
powerful  jet  of  water  or  a  flawing  stream  of  water  whereby  the  gravel  is  washed 
away,  leaving  the  gold  behind  or  dropping  it  in  riffles  in  the  conveying  sluice. 

Hydraulicking  usually  requires  a  high  head  of  water ;  in  such  cases  a  working 
plant  may  consist  of: — a  dam  and  reservoir  for  storing  water;  means  of  con- 
veying water  to  a  high  point  near  the  gravel  mine,  consisting  of  ditches,  flumes, 
and  pipe  siphons,  and  a  pressure  box  with  screen  and  sand  trap ;  means  of  deliv- 
ering powerful  jets  upon  the  gravel  bank,  consisting  of  pipes,  branches,  valves, 
air  cushion,  and  hydraulic  giants;  means  of  handling  the  gravel  andi  water  con- 
sisting of  guide  boards,  head  sluice  with  riffles,  undercurrents  with  riffles,  tail 
sluice  with  riffles;  means  of  cleaning  up,  consisting  of  derrick,  wheelbarrows, 
pick,  shovel,  knives,  clean  up  tanks  and  pans,  which  save  the  gold. 

A  gravel  property  may  somletimes  be  worked  without  a  high  head,  simply  using 
the  water  from  a  stream  to  cut  away  the  foot  of  the  gravel  bank  as  it  flows  by, 
forcing  it  by  suitable  guide  boards  directly  against  the  bank.  This  takes  the 
place  in  the  above  plant  of  all  the  parts  down  to  and  including  the  hydraulic 
giant.  Hydraulicking  has  been  treated  so  fully  by  Bowie  that  the  author  will 
not  go  into  further  details  regarding  it,  but  will  refer  the  reader  to  Bowie,* 
Evans"  and  Longridge." 

A  method  of  hydraulicking  with  a  centrifugal  pump  is  used  in  New  South 
Wales.*'"  An  excavation  is  made  in  the  gold-bearing  ground,  filled  with  water  and 
a  pontoon  bearing  the  pumping  machinery  is  floated  therein.  The  water  is  then 
pumped  out  so  that  the  pontoon  rests  on  the  bottom,  the  banks  are  hydraulicked 
to  a  sump  by  a  stream  from  the  centrifugal  pump  and  from  the  sump  the  mate- 
rial is  pumped  up  to  the  riffle  sluices.  When  the  ground  has  been  worked 
within  the  radius  of  the  pump,  then  the  excavation  is  allowed  to  flU  with  water 
and  the  pontoon  floated  to  a  new  position  and  the  operation  repeated. 

A  scheme  similar  to  this  is  used  on  the  Snake  River,  Idaho.     The  chief  differ- 
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ence  is  in  the  absence  of  the  pontoon^  the  centrifugal  pump  being  mounted  on 
the  bank.*" 

§  717.  Gold  Dbedoikg  is  a  process  that  has  been  developed  very  rapidly  during 
recent  years.  Originally  confined  to  the  beds  of  the  rivers,  it  is  now  applied  to 
the  river  banks  and  even  to  land  at  some  distance  from  a  stream.  It  has  the 
advantage  that  it  is  able  to  work  large  quantities  of  material  at  a  low  cost  and 
with  a  small  consumption  of  water.  Unlike  hydraulicking,  it  does  not  fill  the 
rivers  with  debris  and  damage  agricultural  landis. 

The  author  is  unable  to  refer  the  reader  to  any  treatise  on  this  subject,  and  will 
therefore  give  the  details  of  two  dredges,  followed  by  a  short  general  discussion 
which,  owing  to  lack  of  space,  will  be  in  no  way  commensurate  with  what  the  im- 
portance of  thfe  subject  deserves. 

§  718.  Mill  No.  61.  A  Gold  Dbedoino  Plant  at  Ybbka,  California. — 
Theoretical  ^capacity  2,000  cubic  yards  in  24  hours,  using  the  2-cubic  yard 
dipper;  but  actual  capacity  is  not  over  1,600  cubic  yards,  or  even  much  less, 
owing  to  the  presence  of  large  boulders  and  hard  bed  rock.  The  dredge  runs  24 
hours  per  day.  The  material  is  auriferous  gravel,  sometimes  cemented  together, 
consisting  of  the  economic  mineral  native  gold  mixed  with  boulders,  gravel  and 
sand.  The  problem  is  to  save  the  gold.  All  the  machinery  of  the  dredge  is 
mounted  on  a  scow  70  feet  long,  54  feet  wide  and  9^  feet  deep.  There  are  three 
spuds,  two  in  front  and  one  in  the  rear,  each  24  X  24  inches.  Each  spud  can  be 
raised  or  lowered  by  means  of  wire  ropes  from  hoisting  drums,  passing  over  pul- 
leys at  the  top  and  bottom  of  the  spuds.  For  moving  the  dredge  there  are  also 
six  guy  lines  of  wire  ripe,  two  on  each  side  and  one  on  each  end.  The  material 
is  raised  by  (1). 

1.  A  dipper  dredge  (steam  shovel  type)  with  a  capacity  of  either  one  or  two 
cubic  yards,  suspended  from  a  boom  and  dipper  rod.  The  dipper  has  from  40 
to  60  tons  thrust  on  its  edge.  Bed  rock  oi  slate  and  shale  is  easily  cut  by 
using  the  dipper  holding  one  cubic  yard  and  having  two  or  three  prongs  on  its 
front  edge.  A  special  rubber  flange  keeps  the  door  of  the  dipper  perfectly  tight. 
The  dredged  material  is  dumped  upon  (2). 

2.  A  flat  hopper  on  which  the  clay  and  cement  are  disintegrated  by  a  powerful 
jet  of  water  from  a  steam  pump  and  the  largest  boulders  removed  by  hand  out 
through  a  side  chute  to  waste.     To  (3). 

3.  A  trommel  3J  feet  diameter,  20  feet  long,  sloping  1 J  inches  per  foot  or  7**  7' 
(slope  adjustable),  of  rolled  steel,  with  the  holes  tapering  inwards  to  prevent 
clogging.  Sectional  with  f,  J,  f  and  f-inch  round  holes.  Oversize  to  (4)  ; 
undersize  by  distributor  to  (6). 

4.  A  sluice  with  riflBes.  Heavy  material  caught  in  rifSes  and  cleaned  out 
monthly  to  (9)  ;  residtie  to  (5). 

5.  A  bucket  elevator  or  ^'stacker^^  which  slopes  out  over  the  stern  of  the  dredge 
and  delivers  the  waste  material  at  some  distance  behind  and  above  the  dredge. 

6.  Prom  (3).  Twelve  No.  1  tables,  six  on  each  side  of  the  trommel.  In- 
clined stationary  tables,  each  4  feet  long  and  32J  inches  wide,  covered  by  cot- 
ton cloth  overlai«d  with  cocoa  matting  on  top  of  which  are  eipanded  metal  rifiles. 
The  matting  is  taken  off  every  6  to  8  hours  and  the  adhering  gold  and  black  sand 
washed  off  in  (9)  ;  tailings  to  (7). 

7.  Twelve  No.  2  tables.  Like  (6).  Gold  and  black  sand  to  (9)  ;  tailings  to 
(8). 

8.  A  sluice  with  rifiles  in  it.  Heavy  sand  and  gold  cleaned  out  monthly  to  f  9) ; 
tailings  flow  over  the  stem  of  the  dredgre  to  waste. 

9.  Prom  (4),  (6),  (7)  and  (8).  Tank  for  washing  off  the  cocoa  matting 
and  receiving  concentrates  from  riffles.     Settlings  pass  out  of  a  spigot  to  (10). 
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10.  A  sluice  containing  Brussels  carpet,  riffles  and  riffles  containing  mercury, 
haying  a  total  length  of  about  20  feet     Gold  to  market ;  residue  to  waste. 

The  labor  required  is  ten  men  per  24  hours  divided  into  two  shifts  of  12 
hours  each :  2  operators,  2  dipper  tenders,  2  roustabouts,  2  firemen  and  2  wood 
passers. 

Power  is  furnished  by  steam.  A  compound  engine  runs  the  spud  drums,  the 
guy  drums,  the  centrifugal  pumps,  the  trommel  and  the  stacker.  A  duplex 
engine  with  cylinders  12  X  18  inches  does  the  hoisting  of  the  dipper  and  a  small 
engine  with  a  7-inch  cylinder  swings  the  dipper  boom. 

Water  for  the  hopper  (2)  is  supplied*  by  a  Blake  pressure  pump  with  3-inch 
discharge  pipe.  Two  centrifugal  pumps  with  10-inch  discharge  pipes,  each 
delivering  about  2,500  gallons  per  minute,  supply  water  to  the  trommel  (3) 
through  a  perforated  spray  pipe. 

§  719.  Mill  No.  52.  Kia  Ora  Gold  Dredging  Company  on  the  Fkatheb 
BivER,  Obovillb,  California. — ^Theoretical  capacity  2,500  cubic  yards  per  24 
hours,  but  it  does  not  average  half  that  amount.  The  dredge  runs  24  hours  per 
day,  6  days  per  week,  as  far  as  possible.  The  material  is  auriferous  gravel  and 
sand  which  overlies  a  bed  rock  of  lava  ash  to  a  depth  of  16  to  26  feet  below  water 
line.  The  problem  is  to  save  the  gold.  This  dredge  is  working  3,000  feet  from 
the  river  and  a  paddock  11  feet  deep  had  first  to  be  dug  to  float  it  All  the 
dredging  machinery  is  mounted  on  a  scow  70  feet  long,  29  feet  wide,  and  5^  feet 
deep  with  an  undercut  stem  and  rounded  bow.  There  is  an  opening  extending 
from  the  bow  part  of  the  way  toward  the  stem  for  the  ladder  of  the  dredging 
buckets.     The  material  is  lifted  by  (1). 

1.  A  bucket  dredge  with  38  buckets,  each  holding  3i  cubic  feet  andi  dumping 
13  buckets  per  minute.  The  buckets  have  sharp  renewable  hard  nickel  steel 
edges  for  digging  into  bed  rock  and  are  mountea  on  a  frame,  called  a  ladder, 
about  70  feet  long,  which  is  pivoted  at  the  upper  end  and  suspended  at  its  lower 
end  from  a  frame  a.*"  the  bow.  The  ladder  extends  16  feet  in  front  of  the  bow. 
The  buckets  are  driven  from  a  4-Bided  tumbler  at  the  upper  end  through  gearing 
and  belt  from  the  engine  and  pass  around  a  5-sided  tumbler  at  the  lower  end. 
A  friction  clutch  allows  the  buckets  to  slip  in  case  they  meet  an  obstmction.  The 
buckets  dump  over  a  delivery  plate  to  (3) ;  any  drippings  from  the  buckets  are 
caught  on  (2). 

'  2.  Three  sets  of  grizzlies.    The  exact  details  are  not  known  to  the  author,  but 
they  presumably  yield  oversize  to  waste  and  undersize  to  the  tables.  (5). 

3.  From  (1)*  A  trommel  of  plate  iron,  4  feet  diameter,  24  feet  long,  with 
9.5-mm.  round  holes,  revolving  on  friction  rollers  and  having  an  inside  per- 
forated spray  pipe  delivering  2,000  to  3,000  gallons  of  water  per  minute.  The 
material  is  disintegrated  as  well  as  screened.  Oversize  to  (4) ;  undersize  to 
distributing  boxes  and  thence  to  (5). 

4.  -A  bucket  elevator  or  "stacker'*  driven  by  wire  rope  at  the  npper  end  which 
delivers  the  coarse  tailings  in-  the  rear  of  the  scow  and  25  feet  above  water  level. 

5.  From  (2)  and  (3).,  Four  inclined  stationary  tables,  each  about  10  feet 
long  and  11  feet  wide.  Each  table  is  divided  into  two  or  three  sections  by  lon- 
gitudinal partitions.  The  tables  are  madie  of  cast  iron  to  prevent  warping  and 
covered  with  cocoa  matting  which  is  overlaid  with  expanded  metal  rifiles.  Nearly 
^11  of  the  gold  is  caught  upon  the  npper  6  inches  of  the  tables.  Periodically  the 
material  is  shut  off  from  the  table  and  the  matting  taken  off  and  washed  in  (7) ; 
tailings  of  tables  to  .(6)»     • 

6.  A  flume  with  angle  iron  riffle  blocks.  Heavy  material  containing  gold^ 
cleaned  out  .periodically,  to  f  8) ;  tailings  flow  over  the  stem  of  the  boat  to  waste. 

,7.  From  (5Y.     Washing  tank.     Settlings  to  (8). 

8.  Prom  (6)  and  (7).  The  gold  which  is  mixed  with  black  sand  and  other 
waste  material  is  separated  out,  cleaned  and  sent  to  market. 
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The  labor  required  is  seven  men:  1  dredge  master,  1  engineer,  3  winch  men 
(each  working  an  8-honr  shift),  2  firemen  (each  working  a  12-hour  shift). 

Power  was  furnished  by  steam  boilers  burning  about  2^  cords  of  good  wood 
per  24  hours.  A  vertical  compound  marine  engine  indicating  4S  horse  power., 
ran  the  dredging  buckets,  the  trommel,  the  centrifugal  pumps  and  the  stacker. 
A  pair  of  -donkey  engines  ran  a  winch  with  six  drums :  four  for  the  mooring  lines 
from  the  four  comers  of  the  boat,  one  for  the  head  line.  And  one  for  raising  and 
lowering  the  ladder.  A  direct  connected  high  speed  engine  ran  the  electric  light 
dynamo.  All  steam  was  condensed  by  a  surface  condenser  placed  in  the  suction 
of  the  centrifugal  pump.  Electricity  has  since  been  brought  to  the  dredge  and 
the  machinery  is  now  run  by  electric  motors.  A  SO-horse  power  induction  motor, 
delivering  an  average  of  25  horse  power,  runs  the  dredging  buckets.  A  20- 
horse  power  induction  motor  runs  the  trommel  and  stacker.  The  two  centrifugal 
pumps  each  require  15  horse  power. 

Water  is  pumped  from  the  pond  by  two  centrifugal  pumps.  One  delivers 
2,000  gallons  per  minute  to  the  trommel  and  the  other  supplies  the  distributing 
boxes  and  the  grizzlies.  As  the  dredge  is  in  an  artificial  pond;  the  seepage  has 
to  be  taken  care  of  and  it  is  necessary  to  pump  in  250,,000  gallons  per  24  hours 
from  Feather  Kiver  through  a  flume  3,000  feet  long. 

Material  in  this  district  runs  from  $0.15  to  $0.20  per  cubic  yard.  The  tailings 
of  the  dredge  seldom  show  a  trace  of  gold.  The  saving  made  by  the  dredge  is  esti- 
mated to  be  very  high.  During  a  Certain  period  while  $2,500  was  cleaned  up 
from  the  tables  (5),  only  $16  was  obtained  from  the  riffles  (6).  The  cost  is 
$0.05  per  cubic  yard,  including  depreciation  of  plant. 

During  a  period  of  430  days  the  dredge  was  able  to  work  only  276  days,  in 
which,  time  340,068  cubic  yards  (bank  measurement)  were  lifted.  One  cubic 
yard  in  the  bank' swells  to  1.615  cubic  yairds  in  the  bucket. 

§  720.  Gold  Dbbdging  in  General. — This  process  is  now  used  in  New  Zea- 
land, Australia^^iberia,  Alaska,  British  Columbia,  and  in  the  states  of  Colorado, 
California,  Oregon,  Idaho  and  Montana.  Many  failures  have  been  made  through 
ignorance  of  the  fact  that  all  auriferous  ground  is  not  suitable  for  dredging. 
Unfavorable  ground  is  that  which  contains  large  boulders,  stumps  of  trees  and 
hard  and  broken  bed  rock  in  the  cracks  of  which  the  gold  will  accumulate  and  be 
removed  with  difiiculty.  In  rivers  the  dredge  usually  works  up  the  stream  and  a 
Bwift"  current  or  the  occurrence  of  floods  are  troublesome.  In  general  in  starting 
it  is  wise  to  do  some  prospecting  to  ascertain:  (1)  the  quantity  and  character  of 
the  gold  by  panning  or  by  a  test  run  on  material  from  the  surface  to  bed  rock ; 
(2)  the  room  for  a  dump  for  tailings;  (3)  the  absence  of  large  stones— over  500 
pounds — ^which  the  dredge  cannot  handle;  (4)  the  area  and  the  depth  of  the 
material  to  bed  rock ;  (5)  the  amount  of  sediment  deposited  over  the  gold  bearing 
gravel  in  the  case  of  rivers ;  (6)  the  fuel  supply. 

Besides  the  continuous  bucket  and  the  dipper  dredges  of  Mills  51  and  52, 
other  types  4iave  been  employed  at  one  time  or  other,  such  as  the  clam  shell  dredge, 
the  orange  peel  dredge,  suction  dredges  and  an  Archimedes  screw  dredge.  The 
clam  .shell  aredge  and  the  orange  peel  dredge  are  not  favored,  since  (1)  they  de- 
liver the  ndaterial  intermittently;  (2)  they  are  leaky,  allowing  the  gold  to  escape; 
and  (3)  iji^  dtedge  must  be  set  on  spuds  as  otherwise  it  would  rock  arid  interne 
with  the  W6rk  of  the  gold  saving  tables.  These  spuds  do  not  allow  so  much  elas- 
ticitjr  as  mooring  lines  and  with  them  the  dredge  is  not  so  easily  moved.  Suction 
dredges  Which  draw  up  the  material  by  means  of  large  centrifugal  pumps  with  a 
12-ineb  miction  pipe  or  by  some  other  vacuum-producing  device  have  proved  fail- 
ures in  most  cases  although  two  are  used  on  the  Snake  River,  Idaho.  They  can- 
not deal  with  hard  rock  or  coarse  material  and  stones  are  liable  to  jam  in  the  suc- 
tion pipe.    The  power  consumed  by  them  is  very  high,  the  wear  is  considerable 
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and  they  fail  to  lift  the  heavy  gold  with  the  lighter  sand  owing  to  the  decrease  of 
suction  a  short  distance  away  from  the  pipe.  The  only  dredge  of  the  Archimedes 
screw  type  known  to  the  author  was  located  in  California  and  proved  a  failure. 
The  dipper  dredge  (steam  shovel  type)  has  the  disadvantages  that  the  gold  is 
liable  to  leak  out  of  the  dipper,  it  delivers  the  material  intermittently,  it  requires 
spuds,  it  disturbs  the  gravel  more  and  is  more  costly  to  run  than  the  bucket  dredge. 
It  has  an  advantage  where  large  boulders  are  to  be  handled.  The  bucket  dredge 
is  the  favorite  dredge  to-day.  More  of  them  are  used  than  all  the  others  put 
together  and  in  some  cases  they  have  actually  replaced  dipper  dredges.  They  can 
lumdle  both  coarse  and  fine  material,  they  do  not  stir  up  the  gravel,  and  they  de- 
liver the  material  in  a  continuous  stream.  They  cannot  deal  successfully  with 
hard  and  tough  bed  rock  or  with  boulders  although  for  the  latter  on  some  bucket 
dredges  a  few  of  the  buckets  are  replaced  by  grabs  in  the  form  of  hooks.  Bucket 
dredges  have  been  made  with  buckets  of  all  sizes  up  to  9^  cubic  feet,  which  occurs 
on  a  Knott  dredge  and  which  corresponds  to  a  theoretical  capacity  of  6,400  cubic 
yards  in  24  hours.  There  is  a  limit  to  the  capacity  of  a  dredge  for  the  reason 
that  a  limited  area  can  be  allowed  for  the  gold  saving  tables.     To  overcome  this 

difficulty  the  dredged  mate- 
rial has  sometimes  been 
transferred  for  treatment 
to  apparatus  mounted  on  a 
second  scow  or  on  the  shore, 
but  so  many  new  diSicid- 
ties  are  met  with  that 
neither  of  these  schemes 
has  been  employed  to  any 
extent.  The  Knott  dredge 
also  has  an  arrangement 
whereby  the  buckete  are 
kept  vertical  and  come  up 
full,  no  matter  at  what 
depth  they  are  working, 
and  the  ladder  can  swing 
180**.  On  the  Urie  dredge 
is  an  arrangement  whereby 
the  buckets  may  be  only 
partly  or  wholly  filled.  The 
Bucyrus  dredge  is  made  in 
two  forms: — the  single  lift 
and  the  double  lift.  The 
former  is  similar  to  that 
described  in  Mill  52  and  is 
shown  in  Pigs.  521a  and 
5216,  while  in  the  latter 
the  trommel  is  placed  at  a 
lower  level  and  the  fine 
undersize  of  the  trommel  is 
elevated  to  the  gold  sav- 
ing tables  by  a  centrifu- 
gal pump.  It  is  claimed 
that  the  blades  of  the 
pump  disintegrate  any  clay 
balls  that  may  have  pre- 
viously escaped.     It  would 
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also  brighten  the  gold  for  amalgamation^  if  amalgamation  were  used  on  dredges. 
Under  favorable  conditions  dredges  can  work  to  a  depth  of  60  feet  below  water 
level,  and  can  stack  tailings  to  a  height  of  60  feet  above  water  level.  When 
working  in  high  banks  a  hydraulic  nozzle  has  been  used  to  cut  down  the  bank  in 
advance  and  thereby  prevent  the  buckets  from  being  buried  by  a  falling  bank. 
On  some  bucket  dredges  a  stream  of  water  is  used  to  wash  out  any  material  ad- 
hering to  the  inside  of  the  buckets  and  the  washings  together  with  any  spill  from 
the  buckets  are  pumped  up  and  run  over  the  tables. 

The  trommels  on  dredges  vary  from  16  to  25  feet  in  lengthy  are  made  of  steel 
plate  i  inch  thick,  or  sometimes  of  bars,  and  the  size  of  the  holes  varies  from  ^^ 
inch  at  the  upper  end  to  f  inch  at  the  lower.  To  help  the  disintegration,  angle 
irons  have  been  used  on  the  inside  of  the  trommel.  On  some  dredges,  two  trom- 
mels are  used.  Instead  of  trommels,  fixed  grizzlies  or  shaking  screens  are  found. 
Grizzlies  do  not  disintegrate  the  material  as  well  as  trommels.  Shaking  screens 
have  been  little  used  although  they  have  been  recently  installed  at  Oroville,  Cali- 
fornia, where  they  have  been  claimed  to  be  more  efficient,  to  use  less  power,  and  to 
use  less  than  half  as  much  water  as  a  trommel.  Stationary  screens  of  perforated 
plate  are  used  in  some  instances  for  fine  screening.  . 

The  rear  elevator  or  stacker  is  a  comparatively  recent  development  of  the 
process.  When  working  in  rivers  it  is  not  necessary  to  elevate  the  tailings,  and 
as  a  rule  in  other  places  it  is  only  the  coarse  tailings  that  are  lifted,  although 
occasionally  in  large  deposits  the  fine  stuflE  is  taken  as  well  as  the  coarse.  The 
buckets  are  perforated  to  allow  the  water  to  drain  out,  as  otherwise  it  would  be 
dumped  on  the  top  of  the  pile  and  would  wash  down  the  tailings.  Other  devioea 
are:  (1)  to  elevate  the  tailings  to  an  elevated  launder  and  let  them  flow  off  by 
gravi^;  (2)  to  use  belt  conveyors  with  little  cleats  on  them  which  are  cheaper 
and  wear  less  than  bucket  elevators ;  (3)  to  pump  them  up  through  a  tailings  pipe, 
which  is  expensive  in  power  and  wear. 

Stationary  inclined  tables  covered  with  cocoa  matting  overlaid  with  expanded 
metal  or  wire  netting  are  the  form  of  gold  saving  appliance  in  common  use  to- 
day, but  many  other  forms  have  been  and  still  are  employed.  Among  tiiem  are 
vanners,  riffles,  and  amalgamated  plates.  A  dipper  dredge  connected  with  a 
vanner  plant  on  the  shore  proved  a  failure  in  one  case  in  California,  while  in 
another  case  it  did  not.  Eiffles  (not  including  the  riffles  of  expanded  metal  on  the 
tables)  are  more  or  less  used  in  tiiesluices  (see  §  610).  They  are  satisfactory  for 
catching  the  coarser  gold,  but  for  the  finer  particles  they  do  not  seem  to  be  as 
efficient  as  tables.  Riffles  with  mercury  in  tiiem  are  not  favored.  With  amal- 
gamated plates  the  coarse  material  passing  oVer  them  is  liable  to  scour  them  too 
much.  Another  obstacle  to  the  use  of  mercury  in  gold  dredging  is  that  the  gold 
is  generally  rusty,  that  is,  coated  with  some  foreign  substance  so  that  it  cannot  be 
amalgamated  without  first  being  brightened.  An  exception  to  the  use  of  mer- 
cury is  at  Oroville,  California,  where  they  now  use  tables  with  riffles  containing 
mercury  on  them,  and  with  frequent  steps  or  drops  in  the  table.  With  this 
arrangement  they  claim  to  save  12  or  13%  more  gold  which  formerly  went  to 
waste  owing  to  its  fineness.  Among  the  different  kinds  of  tables  found  on  differ- 
ent dredges  are  the  following: — burlap,  burlap  followed  by  canvas,  burlap  over 
amalgamated  plates,  burlap  over  cotton  cloth  which  is  used  to  catch  any  gold 
that  sifts  through  the  coarse  burlap,  cocoa  matting  over  cotton  cloth,  baize, 
plush,  blankets,  Brussels  carpet.  Canton  flannel,  and  rough  boards.  All  of  the 
preceding  may  have  expanded  metal  over  them.  When  coarse  stuff  passes  over 
the  tables  they  are  quite  often  overlaid  a  short  distance  above  their  surface  by  a 
perforated  plate  which  arrangement  saves  wear  of  the  tables  and  gives  the  gold  a 
better  chance  to  be  caught.     As  a  rule  the  tables  slope  about  1^  inches  per  foot 
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or  7**  7'.  They  are  16  to  18  feet  long  and  the  sections  are  3  or  4  feet  wide.  The 
matting  or  burlap  is  in  lengths  of  3  or  4  feet  to  be  easily  removed  for  cleaning. 
Tables  are  preferred  to  narrow  sluices  and  it  is  better  to  have  short  tables  of 
good  width  rather  than  long  tables  of  narrow  width. 

The  cleaning  of  the  tables  should  be  made  often  enough  to  prevent  loss  of  gold 
over  the  tail.  The  prevailing  opinion  is  that  when  the  surface  of  the  table  has 
been  filled  with  black  sand  from  head  to  tail  then  some  of  the  gold  will  be  unable 
to  displace  the  black  sand  and  will  slip  by  to  waste. 

In  working  up  the  concentrates  from  the  tables  they  may  be  worked'  up  with 
mercury  in  a  clean  up  pan  or  some  similar  device  with  or  without  the  use  of  chem- 
icals, or  the  gold  may  be  extracted  from  them  by  further  concentration  as  indi- 
cated at  the  end  of  §  505.  The  latter  method  is  the  usual  one.  A  method  used 
on  a  dredge  in  Montana  is  to  treat  the  concentrates  in  a  kieve  and  then  pan  the 
'^bottoms*'  or  heads  of  the  kieve. 

In  addition  to  the  use  of  steam  and  electricity  for  power  as  described  in  Mill 
52,  there  are  a  few  instances  of  the  use  of  water  power  in  the  shape  of  Peltoa 
wheels  mounted  on  the  dredge  and  having  the  water  brought  to  them  under  a  suffi- 
cient head  through  a  flexible  pipe.  Formerly  the  so-called  current  wheel  dredges 
were  found  in  New  Zealand.  They  were  driven  by  the  current  of  the  river  by 
means  of  large  paddle  wheels  on  the  side  of  the  dredge.  These  had  a  small  first 
cost  and  small  labor  and  power  cost,  but  they  had  small  capacity  and  could  not 
run  except  where  the  current  was  strong.  When  two  or  three  dredges  are  working 
near  one  another  the  use  of  electricity  generated  at  a  central  station  is  more 
economical  than  steam  plants  on  each  dredge  and  smaller  boats  can  be  used. 

The  water  required-  on  a  dredge  is  2,000  gallons  more  or  less  per  cubic  yard 
dredged.  Where  a  dredge  is  working  in  an  artificial  pond  a  supply  of  fresh  water 
is  necessary  in  order  to  prevent  the  water  from  becoming  too  muddy.  On  steam 
dredges,  drawing  the  water  through  a  condenser  serves  the  double  purpose  of  con- 
densing the  steam  and  warming  the  water  in  cold  weather. 

The  cost  of  dredging  is  very  variable,  depending  upon  the  conditions.  TJndet 
favorable  circumstances  the  work  can  be  done  for  $0.04  to  $0.12  per  cubic  yard 
As  low  as  $0.03  is  reported.  The  average  daily  expenses  of  a  bucket  dredlge  should 
not  be  over  $55  to  $60  per  day  for  a  capacity  of  1,000  to  1,500  cubic  yards  per  24 
hours.  On  Snake  Eiver,  Idaho,  a  centrifugal  pump  suction  dredge  cost  $100  pei 
day,  a  bucket  dredge  cost  $75.  In  Montana  the  bucket  dredge  "A.  E.  Graeter,'' 
run  by  steam,  cost  $0.09  per  cubic  yard.,  while  the  bucket  dredge  "F.  L.  Graves,'^ 
run  by  electricity,  cost  $0,045.  On  the  Yuba  River,  California,  the  cost  is  $0.03  to 
$0.05  per  cubic  yard.  In  New  Zealand  five  dredges  ranged  from  $0,032  to  $0,155 
with  an  average  of  $0,065.  If  many  difficulties  are  met  the  cost  will  be  consid- 
erably above  the  previous  figures.  The  cost  of  a  steam  dredge  in  position  will 
vary  from  $15,000  to  $60,000  or  even  more  depending  upon  its  location.  The 
Pomeroy  dredge  in  Eastern  Oregon  cost  $60,000,  handles  2,000  cubic  yards  in 
24  hours,  requires  10  men,  and  costs  $0.05  per  cubic  yard. 

GOLD   MILLS  WITH  GRAVITY  STAMPS  WITH   OR   WITHOUT  AMALGAMATED  FLATES 

AND  VANNERS. 

§  721.  Groups  (m)  to  (r)  inclusive  include  mills  for  extracting  gold  from 
mine  quartz  or  rich  gravel,  the  essential  feature  of  which  is  graviiy  stamps,  to 
which  may  be  added  amalgamated  plates  and  vanners  and  many  other  devices. 
Instead  of  gravity  stamps,  other  forms  of  fine  crushing  machinery  such  as  Hunt- 
ington mills,  ball  mills,  Chili  mills,  Tustin  mills,  etc.,  are  occasionally  used. 

After  stamping,  the  gold  may  be  in  any  of  the  following  conditions: — • 
free  and  bright  in  compact  forms ; 
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free  and  bright  in  finely  abraded  slimes; 

rusty  in  compact  or  flattish  forms; 

included  in  pyritic  minerals,  compact  or  flattish ; 

combined  with  tellurium,  compact  or  flattish; 

included  in  grains  of  quartz ; 

in  fine  pyritic  and  telluhde  slimes. 
The  compact  bright  gold  and  the  finely  abraded  slime  gold  are  easily  caught 
on  amalgamated  plates ;  the  latter  is  probably  better  caught  if  the  plates  give  the 
pulp  successive  drops.  The  compact  grains  of  rusty  gold,  of  gold  included  in 
pyritic  mineral  audi  of  telluride  of  gold  are  easily  caught  by  a  vanner.  The 
flattish  grains  of  rusty  gold  and  telluride  and  the  included  grains  may  be  diffi- 
cult  to  catch.  To  save  them  requires  the  putting  of  too  much  quartz  in  the  heads 
and  the  consequent  drop  in  assay;  if  too  much  goes  into  the  tailings  the  tailings 
go  up  in  assay.  The  fine  slimes  of  pyritic  mineral  and  telluride  and,  if  no  amal- 
gamated plates  are  used,  the  finely  abraded  gold  go  into  the  tailings  of  the  vanner 
to  a  considerable  extent.  Tellurides  of  gold  are  difficult  to  save  in  this  way  be- 
cause they  are  very  brittle  and  slime  badly,  they  do  not  amalgamate,  and  they  are 
more  or  less  volatilized  in  subseauent  roastin?  operations.  In  case  they  are  pres- 
ent in  any  considerable  quantity  it  is  advisable  to  use  some  non-sliming  crushing 
apparatus,  then  to  concentrate  and  ship  the  concentrates  to  a  smelter.  The  Tus- 
tin  mill  at  Murphys,  California,  did  this  successfully. 

In  all  the  gold  mills  with  gravity  stamps,  graded  crushing  is  absent,  since  the 
object  of  using  stamps  is  to  pulverize  the  ore.  For  this  reason  the  use  of  griz- 
zlies probably  does  not  lessen  the  quantity  of  slimes  produced  but  merely  serves  to 
increase  the  capacity  of  the  breakers  and  lessen  their  wear.  Similarly  the  use  of 
a  fine  Dods^  breaker  between  the  automatic  feeder  and  the  stamps'""  has  the 
effect  of  omy  increasing  the  capacity  of  the  stamps. 

(m)   GOLD  MILLS  WITH  ORAVITT  STAMPS  AND  VANNBBS  BUT  WITH  KG  AMALGA* 

MATED  PLATES. 

§  722.  This  group  includes  Mills  53,  54  and  55.  The  ores  are  dressed  by 
breakers,  California  stamps  stamping  coarse,  and  vanners.  The  compact  grains 
of  gold  or  mineralized  metal  are  all  easily  saved  by  the  vanners.  The  fiattish 
and  included  grains  are  partly  saved  in  the  vanner  heads  and  partly  lost  in  the 
tailings.  The  finely  slimed  mineralized  and  free  metal  are  saved  only  so  far  as 
the  vanner  can  save  them,  unless  a  canvas  plant  is  used  as  noted  under  Mill  65. 

Amalgamated  plates  are  not  used  in  these  mills  because  the  amount  saved  by 
them  would  be  too  small.  Mill  53  would  save  30%  of  the  gold  as  free  gold  by 
mercury,  but  this  gold  is  caught  by  the  concentration  and  the  final  saving  is  the 
same,  and  one  process  is  used  instead  of  two.  Since  it  is  cheaper  to  recover  gold 
by  amalgamation  than  it  is  by  concentration  followed  by  chlorinating  or  smelting 
of  the  concentrates,  it  will  be  a  question  for  the  ledger  to  decide  whether  to  use 
amalgamation  and  concentration  combined  or  concentration  alone.  In  the  lat- 
ter case,  some  other  form  of  crushing  apparatus,  such  as  a  Tustin  mill,  which  does 
not  make  as  many  fines  as  stamps,  would  be  preferred. 

§  723.  Mill  No.  53.  Hector  Mining  Company,  Tellubide,  Colorado. — 
Capacity  90  tons  per  24  hours.  The  mill  runs  24  hours  pner  day,  probably  7  days 
per  week.  The  ore  consists  of  the  economic  minerals  pyrite,  a  little  chalcopyrite 
and  tetrahedrite,  and  a  very  little  galena  and  free  gold,  and  a  gangue  of  white  and 
blue  quartz.  The  problem  is  to  save  the  gold',  silver,  and  lead.  The  ore  is 
brought  in  cars  holding  2,700  pounds  to  (1). 
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1.  Three  No.  1  or  receiving  bins  with  45^  bottom,  each  holding  100  tons.  By 
three  gates  and  chutes  to  ( 2 ) . 

2.  Three  No.  1  Dodge  breakers,  IJ  X  6  inches,  crushing  to  i  inch.    To  (3). 

3.  Three  No.  2  bins,  each  holding  50  tons.    By  six  Hendy  feeders  to  (4). 

4.  Thirty  gravity  stamps  arranged  in  six  batteries,  using  a  screen  with  0.70-mm. 
square  holes.  Pulp  to  (5) ;  at  weekly  clean  up,  scrap  iron  to  waste  and  coarse 
rock  returned  to  mortar. 

5.  Ten  4-foot  Prue  vanners  and  two  7-belt  Woodbury  vanners.  HeadB  shipped 
to  smelter;  tailing  to  waste. 

The  labor  required  is  10  men  per  24  hours  divided  into  two  shifts  of  12  hours 
each:  4  breaker  men,  2  stamp  men,  2  vanner  men,  and  2  others.  Wages  range 
from  $3  to  $4.50  per  day.  Board  costs  $30  per  month,  coal  $10  per  ton  and  wood 
$5  per  cord. 

Power  for  six  months  in  summer  is  derived  from  water  power  running  Pelton 
wheels  under  a  head  of  425  feet.  A  3-foot  wheel  runfi  the  breaker  and  stamps  and 
a  smaller  wheel  runs  the  vanners.  In  winter  the  power  is  furnished  by  two  60- 
horse  power  fire  tube  boilers  and  one  100-horse  power  engine.  The  horse  power 
used  is :  breakers,  15 ;  stamps  and  feeders,  35 ;  vanners,  10 ;  total,  60. 

Water  is  derived  from  Marshall  Greek  by  a  pipe  12  inches  diameter  and  1,200 
feet  long.  The  stamps  use  34,560  gallons  in  24  hours  and  the  vanners  17,280 
gallons. 

The  ore  runs  $5  to  $10  per  ton.  The  concentrates  contain  5  to  10  ounces  gold 
per  ton,  30  to  35  ounces  silver,  and  5  to  12%  lead.  The  tailings  contain  a  Irace 
of  gold  and  0.76  to  1.00  ounce  silver  per  ton.  One  hundred  tons  of  ore  yield  5 
tons  of  concentrates  and  95  tons  of  tailings.  The  mill  saves  90  to  95%  of  the  gold 
and  65%  of  the  silver. 

§  724.  Mill  No.  54.  Hornsilvbr  Mining  Company,  Fbiboo,  Utah. — Ca- 
pacity 100  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  probably  7  days 
per  week.  The  ore  consists  of  the  economic  minerals  native  silver,  argentite, 
cerargyrite,  and  cerrusite,  and  a  gangue  of  quartz,  calcite  and  siderite.  The 
problem  is  to  save  the  lead,  silver,  and  gold.  The  ore  is  sorted  into  smelting  ore 
which  goes  to  the  smelter,  and  concentrating  ore  to  (1). 

1.  A  gravel  screen  with  l^-inch  square  holes.  Oversize  to  (2)  ;  undersize  to 
(3). 

2.  One  No.  1  breaker,  a  Comet  D,  crushing  to  2  inches.    To  (3). 

3.  Prom  (1)  and  (2).    Mill  bin.    By  six  chutes  and  six  Hendy  feeders  to  (4). 

4.  Thirty  gravity  stamps  arranged  in  six  batteries,  using  a  24-mesh  wire  screen* 
Pulp  to  (5). 

5.  Six  6-foot  Prue  vanners.    Heads  to  (7) ;  tailings  to  (6). 

6.  Twelve  6-foot  Prue  vanners.    Heads  to  (7)  ;  tailings  to  waste  pond. 

7.  Prom  (5)  and  (6).  The  concentrates  are  sold  to  the  silver-lead  smelters  to 
the  highest  bidder. 

Water  is  pumped  back  from  the  waste  pond  to  the  milL 
Analyses  are  as  follows : 
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One  hundred  tons  of  ore  mined  yield  20  to  40  tons  of  smelting  ore,  and  60  to 
0  tons  of  concentrating  ore.    Eighty  tons  of  concentrating  ore  yield  about  15 


80  tons  of  concentrating  ore.    Eighty 
tons  of  concentrates  and  65  tons  of  tailings. 
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The  reader  will  notice  the  arrangement  of  the  vanners  in  series  with  six  in  tiie 
first  set  and  twelve  in  the  second^  instead  of  eighteen  in  parallel  as  would  be  tfafi 
usual  arrangement.  At  this  mill  the  loss  in  silver  is  mainly  due  to  cerargyrite 
(homsilver)  which  is  difficult  to  save  owing  to  its  scaly  form,  and  which  slips 
away  in  the  tailings.  This  mineral  has  the  name  of  being  difficult  to  concentrate 
but  at  Tombstone,  Arizona/*  a  plant  is  reported  to  have  worked  very  successfully 
on  tailings  from  pan  amalgamation  which  contained  homsilver  down  to  the 
fineness  of  slimes.  The  plant  had  a  capacity  of  150  to  170  tons  in  24  hours  and 
consisted  of  two  1.2-mm.  trommek  and  a  box  classifier,  the  products  of  which  were 
at  first  treated  on  two  jigs  and  six  convex  revolving  slime  tables ;  later  the  coarsest 
slime  tables  were  replaced  by  Frue  vanners. 

§  725.  Mill  No.  55.  Pandora  Mill  op  the  Smugglbb-Union  Minikg 
Company,  Telluride,  Colorado. — Capacity  130*  tons  in  24  hours.  The  mill 
runs  24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic 
minerals  pyrite,  chalcopyrite,  galena,  sphalerite,  several  arsenical  silver  minerals 
and  occasionally  native  gold  and  silver,  all  finely  disseminated,  and  a  gangue  of 
quartz  with  a  little  rhodocrosite,  calcite  and  barite.  The  ore  is  hauled  in  cars, 
holding  1  ton,  to  the  rock  house  where  rich  smelting  ore  is  picked  out  on  chutes 
and  aprons,  and  the  residue  goes  by  a  Bleichert  wire  tr««nway,  with  buckets  hold- 
ing 500  pounds,  1  mile  to  (1). 

1.  No.  1  or  receiving  bin  holding  25  tons.     By  shovel  to  (2). 

2.  One  No.  1  Blake  breaker,  10  X  15  inches,  crushing  to  1\  inches.     To  (3). 

3.  No.  2  or  stamp  bin,  holding  200  tons.  By  10  gates  and  chutes  and  10 
Hendy  feeders  to  (4). 

4.  Fifty  gravity  stamps,  arranged  in  ten  batteries,  using  screens  with  1.10-mm. 
square  holes.  Pulp  to  (5) ;  at  monthly  clean  up,  scrap  iron  to  waste,  coarse  ore 
returned  to  mortar. 

5.  No.  1  vanners.  Sixteen  4-foot  Frue  vanners  and  fourteen  4-foot  Triumph 
vanners.    Heads  to  smelter;  tailings  to  (6). 

6.  A  screen  with  40-me8h  holes.     Oversize  to  (7) ;  undersize  to  waste. 

7.  A  Huntington  mill  with  probably  a  40-mesh  screen.    To  (8). 

8.  No.  2  vanners.    Heads  to  smelter ;  tailings  to  waste. 

The  labor  required  is  23  men  per  24  hours  dividted  into  two  shifts  of  12 
hours  each :  2  engineers,  2  firemen,  2  breakermen,  2  stamp  men,  4  vanner  men  and 
11  others.    Wages  vary  from  $3.50  to  $4.50  per  day.     Board  costs  $30  per  month. 

Power  is  furnished  by  two  fire  tube  boilers  16  feet  long,  4^  feet  diameter,  with 
44  tubes  3^  inches  diameter,  running  under  a  steam  pressure  of  90  pounds  per 
square  inch,  and  an  engine  with  cylinder  18  X  36  inches,  making  78  revolutions 
per  minute,  cutting  off  at  f  stroke  and  indicating  150  horse  power. 

The  water  required  for  the  stamps  is  132  gallons  per  minute.  The  ore  stamped 
contains  about  0.5  ounce  goH  and  13  ounces  silver  per  ton;  the  concentrates  con- 
tain 2  to  3  ounces  gold  and  50  ounces  silver;  the  tailings  contain  0.14  ounce  gold 
and  5  ounces  silver  per  ton.  About  10  or  15%  of  the  ore  mined  is  picked  out  in 
the  rock  house  as  rich  smelting  ore.  One  hundred  tons  of  ore  stamped  yield  about 
20  tons  of  concentrates  and  80  tons  of  tailings.  The  mill  saves  about  80%  of  the 
gold  and  about  60%  of  the  silver. 

An  analvsis  of  the  ore  showed :  SiOj  (silica),  70.42%  ;  PeS^  (pyrite),  5.57"% ; 
Pe^O,,  3.64%  ;  MnCOg,  1.69%  ;  Al^Oj,  9.94% ;  CaCO,  (calcite),  3.54%  ;  MgCOo, 
0.98%  ;  ZnS  (blende),  1.52%  ;  PbS  (galena),  0.76%  ;  Cu^SPe^Sa  (chalcopyrite), 
0.17%.  An  analysis  of  the  concentrates  showed:  SiOj,  39.92% ;  PeS„  26.89% ; 
Pe^O.,,  4.50%? ;  MnCO,.  3.51%  ;  Al^O.,,  6.20%  ;  CaCO,,  4.48% ;  MgCO,,  2.27%; 
ZnS, '5.94%  ;  PbS,  3.76%> ;  Cu^SPe^S^,  0.51%. 

The  reason  given  for  pulverizing  this  ore  by  stamps  is  that  the  mineral  is 

*  Since  Increased  to  900. 
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finely  disseminated  in  the  gangue  and  that  in  order  to  liberate  it,  stamps  ar6 
necessary  even  though  they  are  productive  of  considerable  loss,  through  pliming. 
This  loss  is  bound  to  occur  with  stamps  although  they  use  a  coarser  screen  than 
is  usual. 

Recent  changes  in  this  mill  are  to  use  a  lO-mesh  screen  in  the  stamps  instead 
of  a  14-mesh  (1.10  mm.)  and  thereby  to  increase  the  capacity  to  200  tons  in  24 
hours.  The  pulp  from  the  stamps  goes  to  a  20-mesh  trommel.  The  oversize  of 
the  trommel  is  crushed  by  rolls  and  then  joins  the  undersize  which  is  treated 
on  vanners.  A  Gates  canvas  plant  similar  to  Mill  78,  containing  7,000  square 
feet  of  canvas,  has  also  been  installed  to  treat  the  tailings  of  the  mill.  About 
76  to  80%  of  the  coarse  material  goes  to  cyanide  treatment  from  the  hydraulic 
classifier  spigot  and  the  remainder  goes  to  the  canvas  tables.  Before  it  was 
in  final  running  order  it  was  saving  $2,000  per  month  of  value  which 
formerly  went  to  waste.  The  concentrates  of  the  canvas  plant  contain  1  ounce 
gold  and  60  ounces  silver  per  ton  and  7%  lead. 

(n)    GOLD    HILLS    V7ITH   GRAVITY    STAMPS    AND    AMALGAMATED    PLATES    BUT    NO 

VANNEBS. 

§  726.  In  Mill  66,  which  is  the  only  mill  in  this  group,  the  gold  is  coarse  gravel 
gold,  and  hence  the  very  coarse  screen  and  high  speed  of  stamping.  The  compact 
nuggets,  thin  forms  and  finely  slimed  gold  are  nearly  all  caugnt  on  short  amalga- 
mated plates  or  in  riflBes  containing  mercury.  The  rusty  gold  and  black  sand 
are  mostly  caught  in  riffles ;  the  black  sand  is  subsequently  cleaned  up  with  a  hand 
pan. 

§  727.  Mill  No.  66.  Franklin  Mining  Company,  Placebvillb,  Califor- 
nia.— Capacity  60  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7  days 
per  week.  This  is  a  cement  gravel  mine  in  which  the  ore  consists  of  the  economic 
mineral  native  gold  and  a  gangue  of  loosely  cemented  conglomerate  lying  on 
bed  rock  and  containing  some  black  sand.  The  problem  is  to  save  the  gold. 
The  ore  is  brought  in  cars,  each  holding  1,600  pounds,  and  dumped  into  (1) . 

1.  Receiving  bin  holding  300  tons.  By  gates  and  chutes  and  two  Hendy 
feeders  to  (2). 

2.  Ten  gravity  stamps  arranged  in  two  batteries,  using  screens  with  1.60-mm.; 
square  holes  and  having  mercury  fed  to  the  mortar.  Fulp  to  (3) ;  at  weekly 
clean  up,  scrap  iron  to  waste,  coarse  ore  returned  to  (2),  amalgam  to  (9),  and' 
black  sand  to  (10). 

3.  Four  sets  of  amalgamated  plates  and  riffles,  one  in  front  and  one  be^nd 
each  battery.  Each  consists  of  the  following  in  sequence:  A  splash  plate,  a 
lip  plate,  an  apron  plate  and  five  cross  riffles  containing  mercury.  Anialgam 
from  plates  and  riffles  removed  every  7  days  to  (9) ;  pulp  to  (4). 

4.  Two  collecting  sluice  boxes,  one  in  front  and  one  behind  the  batteries.  E^ch 
contains  roxmd  hole  riffles  with  four  cross  riffles  at  the  end.  Slack  sand  and;' 
amalgam  are  cleaned  out  monthly  and  separated  by  haiid  pans,  the  fornier 
going  to  (10)  and  the  latter  to  (9) ;  pulp  to  (5). 

5.  One  main  sluice  with  longitudinal  riffles.  Black  sand  cleaned  but  monthly 
to  (10);  pulp  to  (6).  •    ' 

6.  One  undercurrent  with  15-mesh  holes.  Oversize  and  some  6^  the  #ater  to^ 
(7)  ;  undersize  and  most  of  the  ^ater  to  (8). 

7.  One  sluice  with  Hungarian  riffles.  Black  sand  cleaned  out  iriontUy  to  (iOJ ;' 
pulp  to  waste. 

8.  Prom  (6).  Three  fixed  inclined  tables  covered  ^th  6K'  stamp  screen^. 
Black  sand  cleaned  off  monthly  to  (10) ;  pulp  to  waste.  '^    '  ) 

9.  From  (2),  (3),  (4),  (10).   The  amalgam  is  squeezed  and  then  contains 
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about  50%  gold.  It  is  retorted  and  the  retort  residue  shipped  to  market  without 
melting.  The  mercury  is  used  over  in  the  mill. 

10.  From  (2),  (4),  (5),  (7),  (8).  An  amalgamating  barrel  making  30 
revolutions  per  minute^  in  which  the  black  sand  is  ground  by  hard  round  stones 
with  mercury  and  a  little  sulphuric  acid.  Amalgam  to  (9jt.;  tailings  stored  for 
further  treatment. 

The  labor  required  for  the  mine  and  mill  is  20  men  per  24  hours.  Wages 
vary  from  $2.50  per  day  for  laborers  to  $3  for  mechanics.  Board  costs  $5  per 
week  and  wood  is  $3  per  cord. 

Power  is  furnished  by  a  Pelton  wheel,  6  feet  diameter,  with  |-inch  nozzle, 
using  15  miner's  inches  of  water  (about  180  gallons- per  minute)  under  a  head 
of  180  feet  and  rated  at  9  horse  power. 

The  water  for  the  mill  is  part  of  the  waste  from  the  Pelton  wheel  and  the 
amount  fed  to  the  ten  ^mps  is  67  gallons  per  minute.  Water  costs  $0.30  per 
miner's  inch  per  24  hours. 

The  ore  contains  0.12  to  0.40  ounce  gold  per  ton.  The  black  sand  assavs  1 
to  2.5  ounces  gold  per  ton.  The  gold  is  935  to  956  fine.   One  hundred  tons  of  ore 

{ield  a  little  over  1  ton  of  black  sand  and  99  tons  of  tailings.   The  mill  saves  , 
y  amalgamation  from  0.12  to  0.25  ounce  gold  or  even  more  from  each  ton  of 
ore.  The  loss  of  mercury  is  very  small. 

(O)    GOLD  MILLS  WITH  GRAVITY  STAMPS,  AMALGAMATED   PLATES  AND  VANNEBS. 

§  728.  This  group  includes  Mills  57  to  70  inclusive.  They  treat  ores  contain- 
ing  free  gold  with  auriferous  pyritic  minerals.  The  compact  grains  of  gold  and 
most  of  the  finely  slimed  gold  are  caught  on  amalgamated  plates.  The  compact 
pyrite  and  rusty  gold  are  caught  in  the  heads  of  the  vanner.  The  flattish  and 
included  grains  are  partly  caught  in  the  heads  and  partly  lost  in  the  tailings  of  the 
vanner.  The  finely  slimed  pyritic  mineral  is  caught  only  so  far  as  the  vanner  i& 
able  to  catch  it. 

§  729.  Mill  No.  57.  North  Star  Mining  Company,  Grass  Valley,  Cali- 
fornia.— Capacity  64  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  6 
days  per  week.  The  ore  consists  of  the  economic  minerals  free  gold  and  auriferous 
■pyrites,  and  a  gangue  of  quartz.  The  quartz  vein  is  in  a  country  rock  of  diaba^. 
The  problem  is  to  save  the  gold.  The  ore  is  hand  picked  in  the  mine  into  clean 
waste  and  milling  ore.  Both  classes  are  hoisted  separately  in  cars  holding  1,400 
ponndlB,  the  former  going  to  the  dump  and  the  latter  being  trammed  over  a 
trestle  to  (1). 

1.  Eight  grizzlies  with  2-inch  spaces.     Oversize  to  (2) ;  undersize  to  (4). 

2.  Eight  No.  1  bins  with  bottoms  sloping  43**.     By  gates  to  (3). 

3.  Three  No.  1  Blake  breakers,  9  X  15  inches,  crushing  to  1\  inches.    To  (4). 

4.  Prom  (1)  and  (3).  Eight  No.  2  bins  with  bottoms  sloping  43**  and 
each  holding  30  tons.  By  eight  gates  and  chutes  and  eight  Hendy  leeders  to  (5). 

'  5.  Prom  (4)  and  (10).  Forty  gravity  stamps  arranged  in  eight  batteries, 
lising  screens  With  0.79-mm.  round  holes  and  having  mercury  fed  to  the  mortar. 
Pulp  to  (6) ;  at  fortnightly  clean  up,  amalgam  to  (10)  and  battery  residue  to 
(8). 

6.  Eight  sets  of  amalgamated  plates  and  mercury  traps.  Two  sets  have  the 
following  sequence:  A  lip  plate,  No.  1  mercury  trap,  apron  plate,  sluice  plate. 
No.  2  mercury  trap,  No.  3  mercury  trap.  Six  sets  have  the  following  sequence: 
A  lip  plate,  No.  1  mercury  trap,  apron  plate,  first  sluice  plate,  second  duice  plate. 
No.  2  nieicury  trap.  Pulp  to  (7)  :  at  daily  clean  up.  amalgam  from  plates  to 
(10)  ;  and  less  often  amalgam  from  traps  to  (10)  and  heavy  sand  to  (8). 
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7.  I'weive  four-foot  Triumph  vanners  and  four-foot  Frue  vanners.  Heads 
to  cblorination  works ;  tailings  to  waste. 

8.  From  (6)  and  (6).  Clean  up  barrel,  run  only  at  time  of  fortnightly  clean 
up.     Pulp  hosed  out  to  (9). 

9.  ^Mechanical  batea.  Heads  consisting  of  amalgam  and  coarse  material  to 
(10) ;  tailings,  settled  in  a  settling  tank  and  thence  to  chlorination  works. 

10;  From  (6),  (6),  (9).  Clean  up  room,  containing  a  clean  up  pan,  three 
panning  sinks,  hand  pans,  etc.  The  products  are  scrap  iron  to  waste;  coarse 
ore  to  (5);  concentrates  to  chlorination  works;  amalgam  which  is  squeezed, 
retorted  and  melted  to  go  to  market ;  quicksilrer  used  over  in  the  mill. 

The  labor  required  is  5  men  per  24  hours.  Wood  costs  $4  per  cord. 

The  power  is  furnished  by  three  Pelton  wheels  running  under  a  head  of  275 
feet.  One  wheel  3  feet  diameter,  with  ||-inch  nozzle,  making  372  revolu- 
tiaD«  per  minute,  drives  the  rock  breakers;  one  wheel  6  feet  diameter,  with 
lf)-inch  nozzle,  making  190  revolutions,  drives  the  stamps;  one  wheel  2 
feet  diameter,  with  |-inch  nozzle,  making  390  revolutions  per  minute,  drives  the 
vanners.  The  wheels  use  110  miner's  inches  of  water  (about  1,276  gallons  per 
minute). 

In  addition  to  the  water  used  by  the  Pelton  wheels,  the  stamps  and  vanners 
require  10  miner^s  inches  (about  116  gallons  per  minute). 

The  ore  contains  from  0.4  or  0.5  to  1.5  ounces  gold  per  ton,  average  about  0.9 
ounce.  The  gold  is  856  fine.  The  concentrates  assay  from  2.5  to  3.0  ounces  gold 
per  ton  and  the  tailings  about  0.025  ounce  per  ton.  One  hundred  tons  of  ore 
yield  1}  to  4  tons  of  concentrates  and  96  to  98^  tons  of  tailings.  The  mill  saves 
85  to  91%  of  the  gold  by  amalgamation,  6  to  12%  in  the  concentrates  and  the 
remaining  3%  is  lost  in  the  tailings.  Of  the  gold  saved  by  amalgamation,  66% 
is  caught  in  the  mortar,  23%  on  the  lip  and  apron  plates,  8%  on  the  sluice  plate 
and  3%  on  the  lower  plates. 

8  730.  Mill  No.  58.  Mabtland  Mining  Company,  Grass  Vallbt,  Cali- 
fornia.— Capacity  80  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7  AKya 
per  week.  The  ore  consists  of  the  economic  minerals  free  gold  and  auriferous 
pyrites  and  a  gangue  of  hard  quartz  and  slate.  The  vein  is  2\  feet  widie  and  is 
between  a  hanging  wall  of  diorite  and  a  foot  wall  of  slate.  The  problem  is  to 
save  the  gold.  The  ore  is  hoisted  up  an  incline  in  a  car  holding  1,000  pounds  kdA 
dumped  upon  (1). 

1.  Beoeiving  bin  with  bottom  sloping  45^  and  holding  500  tons,  roughly 
divided  into  ^o  parts.  By  eight  gates  and  chutes  and  ei^t  Hendy  feeders  to 
(2). 

2.  Forty  gravity  stamps  arranged  in  eight  batteries,  uding  screen  with  0.54 
and  0.59-mm.  square  holes.  Pulp  to  (3) ;  at  fortnightly  clean  up,  fine  battery 
residue  to  (7),  coarse  returned  to  mortar. 

3.  Eight  sets  of  amalgamated  plates  and  mercury  traps,  each  arranged  in 
the  following  sequence:  First  apron  plate.  No.  1  mercury  trap,  second  apron 
plate.  No.  2  mercury  trap,  sluice  plate.  No.  3  mercuiy  traps.  Pulp  to  (4) ;  at 
daily  clean  up,  amalgam  from  plates  to  (8) ;  less  often,  amalgam  from  traps 
to  (8),  and  heavy  sand  to  (7). 

4.  Ten  4-foot  Frue  vanners  and  six  5-foot  Triumph  vanners,  all  with  amal- 
gamated plates  on  their  distributors.  Amalgam  cleaned  oflf  periodically  to  (8).; 
heads  to  (9)  ;  overflow  of  heads  tank  to  (5)  ;  tailings  to  waste. 

5.  Forty-eight  No.  1  settling  tanks  arranged  in  16  sets  with  three  in  series  in 
each  set.   Settlings  to  (9) ;  overflow  to  (6). 

6.  One  No.  2  settling  tank.  Settlings  to  (9) ;  overflow  to  waste. 

7.  From  (2)  and  (3) .  A  clean  up  pan  run  only  at  fortnightly  clean  up.  Pulp 
is  worked  up  by  hand  pans  in  (8). 
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8.  From  (3),  (4),  (7).  Clean  up  room  containing  the  clean  up  pan,  hand 
pans,  panning  sink,  straining  cloths,  etc.  The  products  are  scrap  iron  to  waste ; 
concentrates  to  (9);  amalgam  retorted,  meltea  and  shipped  to  market;  quick- 
silver used  again  in  the  mill. 

9.  From  (4),  (5),  (6),  (8).  Smelting  works.  The  smelting  charges  being 
$16  per  ton  make  this  preferable  to  chlorination,  which  costs  $18  to  $20  per  ton. 

The  labor  required  is  four  men  per  24  hours.  Wages  vary  from  $2.50  per  day 
for  laborers  to  $3  for  mechanics.  Board  costs  $5  per  week. 

Power  is  furnished  by  a  Pelton  wheel  5  feet  in  diameter. 

§731.  Mill  No.  59.  Thb  Empire  Mill,  Grass  Yallbt,  California. — 
Capacity  60  tons  in  24  hours.  The  mill  runs  24  hours  per  day,  6  days  per  week. 
The  ore  consists  of  the  economic  minerals  native  gold  and  auriferous  pjrrites 
and  a  gangue  of  hard  quartz  and  slate.  The  vein  is  1  foot  thick  in  a  country 
Tock  of  diabase.  The  problem  is  to  save  the  gold.  The  ore  is  hoisted  in  cars 
holding  1.333  pounds  to  (1). 

1.  Twelve  No.  1  or  receiving  bins,  supplied  with  ore  each  from  its  own  level, 
stope  or  shaft,  and  from  any  one  of  which  ore  can  be  supplied  to  any  battery. 
Ore  wheeled  to  (2). 

2.  Four  grizzlies  with  3-inch  spaces.   Oversize  to  (3)  ;  undersize  to  (4). 

3.  Two  Blake  breakers,  9  X  14  inches,  crushing  to  2  inches.    To  (4). 

4.  From  (2)  and  (3).  One  No.  2  or  mill  bin  with  four  sections,  two  for  each 
breaker.  The  sections  are  26  and  34  feet  long,  16  feet  wide  and  12  feet  deep^  with 
the  bottom  sloping  40°.  By  gates  and  chutes  and  eight  Hendy  feeders  to  (5). 

5.  Forty  gravity  stamps  arranged  in  five  batteries,  using  screens  with  0.635- 
mm.  round  holes,  and  having  mercury  fed  to  the  mortar.  Pulp  to  (6) ;  at  fort- 
nightly clean  up,  amalgam  and  battery  residue  to  (8). 

6.  Eight  sets  of  amalgaitiated  plates  and  mercury  traps,  each  arranged  in  the 
following  sequence:  First  apron  plate,  No.  1  mercury  trap,  second  apron  plate, 
sluice  plate.  No.  2  mercury  trap.  Pulp  to  (7) ;  at  fortnightly  clean  up,  amcdgam 
from  plates  to  (8) ;  amalgam  and  heavy  sand  from  traps  to  (8). 

7.  Sixteen  4-foot  Triumph  vanners.  Heads  to  chlorination  works;  tailings  to 
waste. 

8.  From  (5)  and  (6).  Cleaning  up  apparatus,  consisting  of  small  grinding 
pan,  hand  pans,  amalgamated  plates,  settling  tank,  retort,  etc.  The  products  are 
coarse  ore  back  to  (5),  amalgam  to  retort  and  the  gold  to  market,  fine  concen- 
trates to  chlorination  works,  coarse  concentrates  saved  to  be  reground  in  the  pan, 
mercury  to  be  used  over  again  in  the  mill. 

The  labor  required  is  7  men  per  24  hours.  Wages  vary  from  $1.50  or  $2.50  per 
day  for  laborers  to  $3  or  $3.50  for  mechanics. 

Power  is  furnished  by  Pelton  water  wheels  running  undter  a  head  of  450  feet 
One  wheel  6  feet  diameter,  using  a  l|-inch  nozzle,  making.  220  revolutions  per 
minute  and  developing  80  horse  power,  runs  the  breakers  and  stamps.  One  wheel 
2  feet  diameter,  with  a  f-inch  nozzle  not  fully  opened,  making  440  revolutions 
and  developing  7  horse  power,  runs  the  vanners. 

Water  is  brought  in  through  a  main  pipe  22  inches  diameter,  with  branches 
13  inches  and  4  inches  diameter.  The  power  uses  87  miner's  inches  (about  972 
gallons  per  minute),  and  the  stamps  and  vanners  use  15  niiner's  inches  (about 
168  gallons  per  minute).  Water  costs  $0.18  per  miner's  inch  per  24  hours. 

The  ore  contains  0.25  to  1.5  ounces  gold  per  ton.  The  gold  is  805  fine.  The 
concentrates  contain  from  4  to  12  ounces  gold  per  ton.  The  tailings  run  from 
0.038  to  0.05  ounce  per  ton.  One  hundred  tons  of  ore  yield  2J  tons  of  concen- 
trates and  97f  tons  of  tailings.  On  high  grade  ore  the  mill  saves  about  75% 
by  amalgamation  and  20%  in  the  concentrates  and  about  5%  is  lost  in  the  tail- 
ings. On  low  grade  ore  the  corresponding  figures  are  50,  35,  and  15%  respectively. 
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Of  the  gold  saved  by  amalgamation,  f  comes  from  the  mortar  and  \  from  the 
plates.   The  loss  of  mercury  is  0.45  ounce  per  ton  of  ore. 

Since  this  mill  was  visited  by  the  anthor,  a  canvas  plant  has  been  added  for 
treating  the  tailings  and  it  saves  about  4%  of  the  value  of  the  original  ore 
which  formerly  went  to  waste. 

§  732.  Mill  No.  60.  The  W.  Y.  0.  D.  Mill  (Work  Youb  Own  Diggings), 
GRAfifi  Valley,  Califobnia. — Capacity  34  tons  in  24  hours.  The  mill  runs  24 
hours  per  day^  7  days  per  week.  The  ore  consists  of  the  economic  minerals  native 
gold  and  auriferous  pyrites  and  a  gangue  of  hard  quartz  and  slate.  The  problem 
is  to  save  the  gold.  The  ore  is  brought  in  cars  to  a  No.  1  or  receiving  bin  from 
which  it  is  delivered  to  a  No.  3  Gates  breaker^  crushing  to  2  indies.  The 
crushed  ore  falls  to  the  No.  2  or  mill  bin  and  is  thence  fed  by  four  gates 
and  chutes  and  four  Hendy  feeders  to  twenty  gravity  stamps  arranged  in  four 
batteries.  These  have  mercury  fed  to  the  mortar  and  use  screens  with  40-mesh 
round  holes.  The  mortars  are  cleaned  out  fortnightly  and  yield  amalgam,  which 
is  retorted,  and  the  gold  sent  to  market,  scrap  iron  to  waste,  coarse  ore  and  sand 
returned  to  the  mortar,  and  mercury  used  over  in  the  mill.  The  pulp  from  the: 
mortar  passes  to  four  parallel  sets  of  amalgamated  plates  and  mercury  traps. 
Each  set  consists  of  an  apron  plate  followed  by  No.  1  mercury  trap.  These' are 
cleaned  fortnightly,  and  the  material  obtained  is  worked  up  by  a  muUer  mortar 
and  clean  up  pan  into  amalgam,  which  is  retorted  and  the  gold  sent  to  market, 
pyrites  to  chlorination  works  and  mercury  to  be  used  over.  Th6  pulp  from  the 
mercury  traps  flows  to  four  4-foot  Frue  Tanners,  which  yield  heacns  to  chlorina- 
tion works,  and  tailings  to  waste.  Two  6-foot  Woodbury  vanner8,each  with  7 
belts,  have  since  been  installed. 

Power  is  derived  from  Pelton  water  wheels.  One  hundred)  tons  of  ore  yield 
2J  tons  of  concentrates  and  97^  tons  of  tailings.  The  concentrates  contain  about 
5  ounces  gold  per  ton  and  the  tailings  0.075  to  0.10  ounce  per  ton.  The  loss  of 
mercury  is  0.55  ounce  per  ton  of  ore. 

§  733.  Mill  No.  61.  Taylor  Mine  of  the  Idlewild  Gold  Mining  Com- 
pany, Greenwood,  California. — Capacity  115  to  128  tons  per  24  hours.  The 
mill  runs  24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic 
minerals  native  gold  and  auriferous  pyrites,  and  a  gangue  of  quartz  in  thin 
stringers  with  black  slate.  The  vein  lies  between  greenstone  and  slate.  The 
problem  is  to  save  the  gold.  The  ore  is  brought  from  the  mine  in  skips  holding 
2,000  pounds  and  dumped  upon  (1). 

1.  A  grizzly  with  ^-inch  spaces  on  the  first  half  and  l|-inch  spaces  on  the  last 
half.   Oversize  to  (2) ;  undersize  to  (3). 

2.  One  No.  1  breaker,  a  Gates  No.  3,  crushing  to  1  inch.  To  (3). 

3.  Prom  (1)  and*  (2).  A  rubber  belt  conveyor  mounted  on  a  frame  which 
can  be  moved  so  as  to  deliver  the  ore  to  any  part  of  (4). 

4.  A  bin  with  fiat  bottom,  holding  500  tons.  By  gates  and  chutes  and  eight 
Hendy  feeders  to  (5). 

5.  Forty  gravity  stamps  arranged  in  eight  batteries,  using  screens  with 
0.81-mm.  round  holes  and  having  mercury  fed  to  the  mortar.  Pulp  to  (6) ; 
at  monthly  clean  up,  battery  residue  to  (8). 

6.  Eight  sets  of  amalgamated  plates,  each  arranged  in  the  following  sequence: 
Plate  on  splash  board,  apron  plate,  sluice  plate.  Pulp  to  (7)  ;  at  daily  clean  up, 
amalgam  to  retort  yielding  gold,  which  is  melted  and  sent  to  market,  and  mercury 
to  be  used  again.  The  slag  from  the  melting  is  run  through  the  stamp  mill  for 
any  gold  it  contains. 

7.  Pour  7-belt  Woodbury  Tanners  and  four  13-belt  Woodbury  vanners.  Heads 
are  stored  for  further  treatment;  tailings  to  waste. 

8.  Prom  (5).  The  battery  residue  is  ground  in  a  clean  up  barrel  for  12  hours 


1022  ORE  DREaaiNG.  §  734 

and  then  runs  over  a  gently  sloping  inclined  plane,  30  inches  wide,  and  over  a 
riffled  sluice  box  10  feet  long  into  a  tank.  Most  of  the  amalgam  is  caught  on  the 
upper  plane  and  the  riffles  catch  nearly  all  the  remainder.  The  stuff  which 
settles  in  the  tank  is  run  over  one  of  the  sluice  plates  (6)  to  catch  the  last  of 
the  value.   The  amalgam  is  retorted. 

The  labor  required  is  6  men  per  24  hours,  divided  into  two  shifts :  One  foreman 
and  day  amalgamator,  1  breaker  man,  1  night  amalgamator,  2  vanner  men,  1 
roustabout.  Wages  vary  from  $2.00  or  $2.50  per  day  for  laborers  to  $3.00  or 
•*B3.50  for  mechanics.   Board  costs  $0.75  per  day. 

Power  is  derived  from  water  wheels.  One  Dodd  disc  wheel  36  inches  diame- 
ter, with  $-inch  round  nozzle,  making  750  revolutions  per  minute,  rated  at  30 
horse  power,  and  using  19  miner's  inches  of  water  under  a  head  of  390  feet,  driv^ 
the  Gates  breaker.  One  Pelton  wheel,  45  inches  diameter,  with  1.76-inch  round 
nozzle,  making  370  revolutions  per  minute,  rated  at  60  horse  power  and  using 
70  miner's  inches  under  the  same  head,  drives  the  rest  of  the  mill. 

The  water  required  for  power  is  89  miner's  inches,  or  about  1,000  gallons  per 
minute;  for  the  stamps  144  gallons;  and  for  the  vanners  166  gallons;  total,  about 
1,310  gallons. 

The  ore  assays  0.20  to  0.27  ounce  gold  per  ton  and  contains  85%  quartz,  13% 
slate  and  If  to  2%  iron  pyrite ;  the  concentrates  assay  0.80  to  0.90  ounce  gold 
per  ton ;  the  tailings  0.02  to  0.04  ounce ;  average  0.027  ounce.  One  hundred  tons 
of  ore  yield  1}  tons  of  concentrates  and  98J  tons  of  tailings.  The  mill  saves  about 
85%  of  the  gold  by  amalgamation  and  5%  by  concentration  and  loses  about 
10%  in  the  tailings.  Fifty  per  cent  of  the  bullion  comes  from  the  amalgamated 
plates.  The  gold  is  808  fine.  The  loss  of  mercury  is  0.08  ounce  per  ton  of  ore. 
The  mill  makes  50  to  60  tons  of  concentrates  per  month. 

§  734.  Mill  62.  Grand  Yictoby  Mining  Company,  Placeryillb,  Cali- 
FOKNIA. — Capacity  100  to  150  tons  per  24  hours.  The  mill  runs  24  hours  per 
day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals  native  gold  and 
nuriferousi  pyrites  and  a  gangue  of  quartz  stringers  in  a  hard  black  trap-like 
rock.  The  problem  is  to  save  the  gold.  The  ore  is  hauled  out  through  the  mine 
tunnel  in  ears  holding  2,000  pounds  each  and  dumped  upon  (1). 

1.  Four  grizzlies  arranged  in  two  pairs,  each  pair  placed  like  a  ^[able  roof, 
with  2f-inch  spaces  on  three  of  them  and  l^inch  on  the  fourth.  Oyersue  to  (2) ; 
undersize  to  (3). 

2.  Three  No.  1  Blake  breakers,  8  X  12  inches,  crushing  to  1^  inches.     To  (3). 

3.  From  (1)  and  (2).  A  bin  with  bottom  sloping  45°  and  having  a  capacity  of 
870  tons.  By  ten  chutes  and  ten  Hendy  feedcis  to  (4) . 

4.  Fifty  gravity  stamps,  arranged  in  ten  batteries,  using  screens  with  0.62 
and  0.75-mm.  round  holes  and  having  mercury  fed  to  the  mortar.  Pulp  to  (5) ; 
at  monthly  clean  up,  battery  residue  to  (7). 

5.  Ten  sets  of  amalgamated  plates  and  mercury  traps,  each  arranged  in  fbe 
following  sequence:  Plate  on  splash  board,  plate  on  mortar  lip,  plate  on  dis- 
tributor. No.  1  mercury  trap,  plate  on  back  deflector,  apron  plate.  No.  2  mercury 
trap.  Pulp  to  (6) ;  at  fortnightly  clean  up,  amalgam  to  retort  yielding  gold  and 
mercury. 

6.  Ten  4-fbot  Frue  vanners  and  four  5-foot  Triumph  vanners,  all  with  No. 
3  mercury  traps  on  their  distributors.  Heads  to  chlorination  works;  tailings  to 
waste ;  amalgam  from  traps  is  retorted. 

7.  From  (4).  The  battery  residue  is  ground  in  a  clean  up  barrel  and  the 
amalgam  separated  out  by  a  revolving  pan  and  retorted ;  the  residue  is  probably 
returned  to  (4). 

The  labor  required  is  five  men  per  24  hours.  Wages  vary  from  $2.50  to  $3.00 
per  day.  Board  costs  $4.50  per  week  and  wood  $3.00  per  cord. 
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Power  is  derived  from  *TIurdy-Gurdy"  water  wheels  which  are  of  the  Pelton 
type.  One  wheel,  3  feet  diameter,  with  IJ-inch  nozzle,  making  150  revolutions 
per  minute,  running  under  a  head  of  106  feet,  drives  the  vanners.  One  wheel,  8 
feet  diameter,  with  3i-inch  nozzle  (should  be  3i-ineh),  making  100  revolutions 
per  minute  and  running  under  the  same  head,  drives  the  bredcers,  the  stamps 
and  the  dynamos  for  lighting  the  mill  and  the  mine. 

Water  is  supplied  by  a  fitch.  The  amount  used  for  power  is  480  miner's 
inches  (about  5,385  gallons  per  minute)  and  ^fO  inches  for  the  stamps  and  van- 
ners  (about  224  gallons  per  minute).  The  stamps  use  about  100  gallons  per 
minute. 

The  ore  contains  0.10  to  0.40  ounce  gold  per  ton  and  the  tailings  contain  from 
0.02  to  0.045  ounce  per  ton,  average  about  0.03  ounce.  One  hundred  tons  of  ore 
yield  1  or  2  tons  of  concentrates  (average  1^  tons)  and  98  or  99  tons  of  taUinga. 
Of  the  gold  caught  by  amalgamation,  17%  comes  from  the  mortar  and  83% 
from  the  outside  plates.     The  mill  saves  80  to  90%  of  the  gold  in  the  ore. 

§  735.  Mill  No.  63.  Bay  State  Mining  Company,  Cosumnes  River,  Cali- 
fornia.— Capacity  20  tons  per  day.  The  mill  runs  24  hours  per  day,  7  days  per 
week.  The  ore  consists  of  the  economic  minerals  native  gold  and  auriferous 
pyrites,  and  a  gangue  of  quartz  stringers  in  slate.  The  problem  is  to  save  the 
gold.  The  ore  is  hoisted  by  a  skip  to  the  grizzly.  The  oversize  passes  through  a 
Blake  breaker,  9  X  12  inches,  crushing  to  1^  inches,  and  joins  the  undersize  into 
the  bin.  Two  Hendy  feeders  feed  the  ore  from  the  bin  to  ten  gravity  stamps 
arranged  in  two  batteries,  using  25-me8h  wire  screens,  and  having  mercury  fed 
to  the  mortar.  The  mortar  is  cleaned  out  monthly,  yielding  coarse  ore  to  be 
returned,  scrap  iron  to  waste  and  amalgam  to  retort.  The  pulp  issuing  from  the 
screens  passes  over  two  sets  of  amalgamated  plates  and  mercunr  traps,  each  con- 
sisting of  a  plate  on  the  mortar  lip,  N'o.  1  mercury  trap  ana  an  apron  plate. 
The  amalgam  is  removed  periodically  and  retorted ;  the  pulp  goes  to  four  4-foot 
Frue  vanners  yielding  heads  to  chlorination  works  and  tailings  to  waste. 

Power  is  furnished  by  a  Pelton  wheel. 

The  ore  contains  about  0.25  ounce  gold  per  ton;  the  concentrates  contain  5 
ounces  gold  and  9  ounces  silver  per  ton;  the  tailings  contain  about  0.03  ounce 
gold  per  ton.  One  hundred  tons  of  ore  yield  about  \\  tons  of  concentrates  and 
98^  tons  of  tailings.  The  mill  saves  about  60%  of  the  gold  by  amalgamation  and 
30%  in  the  concentrates,  and  loses  about  10%  in  the  tailings.  Ten  thousand 
pounds  of  concentrates  are  produced  per  month. 

§  736.  Mill  64.  Wildman  Gk)LD  Mining  Company,  Sutter  Creek,  Cali- 
fornia.— Capacity  93  tons  per  day.  The  mill  runs  24  hours  per  day,  7  days  per 
week.  The  ore  consists  of  the  economic  minerals  native  gold  and  auriferous 
pyrite,  and  a  gangue  of  solid  quartz,  or  quartz  stringers  in  slate.  The  problem 
is  to  save  the  gold.  The  ore  is  hoisted  from  the  mine  in  a  bucket  and  dumped 
upon  (1). 

1.  A  grizzly  with  If-inch  spaces.     Oversize  to  (2) ;  undersize  to  (3). 

2.  One  No.  1  Blake  breaker,  9  X  12  inches,  crushing  to  1  inch.     To  (3). 

3.  Prom  (1)  and  (2).  No.  1  bin  holding  100  tons.  By  3  chutes  to  car  holding 
\\  tons,  which  is  wheeled  w  hydraulic  platform  elevator  and  lifted  and  dumped 
to  (4). 

4.  No.  2  or  mill  bins,  holding  450  tons,  with  bottom  sloping  46*.  By  six  rack 
and  pinion  gates  and  chutes  and  six  Hendy  feeders  to  (5). 

5.  Thirty  gravity  stamps,  arranged  in  six  batteries  using  screens  with  0.69  X 
9.6-mm.  slots  and  having  mercury  fed  into  the  mortar.  Pulp  to  (6) ;  every  montih 
the  mortar  is  cleaned  out  and  the  contents  worked  up  for  the  amalgam  which 
is  retorted. 

6.  Six  sets  of  amalgamated  plates  and  mercury  traps,  each  arranged  in  the 
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following  sequence :  Plate  on  mortar  lip,  apron  plate,  No.  1  mercury  trap.  No. 
1  sluice  plates.  No.  2  mercury  trap,  No.  2  sluice  plates,  No.  3  sluice  plate.  No.  3 
mercury  trap.   Pulp  to  (7) ;  amalgam  removed  every  24  hours  and  retorted. 

7.  Eight  4-foot  Frue  vanners  and  four  4-foot  Triumph  vanners.  Heads  to 
chlorination  plant;  tailings  to  waste. 

The  labor  required  is  ^  men  per  24  hours.  Wages  vary  from  $2.50  per  diy  to 
$100  per  month. 

Power  is  furnished  by  a  Dodd  water  wheel,  72  inches  diameter,  with  a  1-^ 
inch  nozzle,  rated  at  50  horse  power,  making  250  revolutions  per  minute  and 
using  46  miner's  inches  of  water  under  a  head  of  480  feet. 

Water  is  supplied  by  a  ditch  and  the  amounts  are  470  gallons  per  minute  for 
power  and  105  gallons  for  the  stamps  and  vanners. 

The  ore  contains  0.16  to  0.25  ounce  gpld  per  ton;  the  concentrates  3.5  to  4.0 
ounces;  the  tailings  a  trace  to  0.01  ounce,  average  0.006  ounce.  One  hundred 
tons  of  ore  yield  1^  tons  of  concentrates  and  98^  tons  of  tailings.  The  mill  saves 
about  70%  of  the  gold  by  amalgamation  and  25%  by  concentration  and  loses 
about  3  or  4%  in  the  tailings. 

Since  the  author's  visit,  this  mill  has  been  enlarged  to  40  stamps  with  a 
capacity  of  145  tons  per  24  hours.  There  are  now  14  Frue  vanners  and  2  Triumph 
vanners,  and  100  tons  of  ore  yield  1.7  tons  of  concentrates. 

§  737.  Mill  No.  65.  Madison  Mill  op  the  Utica  Company,  Angels  Camp, 
Calaveras  County,  California. — Capacity  136  tons  per  24  hours.  The  mill 
Tuns  24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals 
native  gold  and  auriferous  pyrite,  and  a  gangue  of  soft  slate  containing  stringers 
of  quartz.  The  problem  is  to  save  the  gold.  The  ore  is  hoisted  by  a  skip  and 
dumped  upon  (1). 

1.  A  grizzly  with  2-inch  spaces.  Oversize  to  (2)  ;  undersize  to  (3). 

2.  One  No.  1  Blake  breaker,  10  X  16  inches,  crushing  to  2  inches.     To  (3). 

3.  From  (1)  and  (2).  No.  1  bin  24  feet  long,  10  feet  wide  and  15  feet  deep 
in  front,  with  bottom  sloping  45^.  By  six  rack  and  pinion  gates  and  chutes  to 
car  which  delivers  ore  to  various  parts  of  (4). 

4.  No.  2  or  mill  bin  12  feet  wide,  60  feet  lone  and  10  feet  deep.  By  eight 
rack  and  pinion  gates  and  chutes  and  eight  Hendy  feeders  to  (5). 

5.  Forty  gravity  stamps  arranged  in  eight  batteries,  using  screens  with 
0.76-mm.  round  holes  and  having  mercury  fed  to  the  mortar.  Pidp  to  (6) ;  at 
the  fortnightly  clean  up,  amalgam  to  (9),  and  the  residue  to  (8). 

6.  Eight  sets  of  amalgamated  plates  and  mercury  traps  arranged  in  the  fol- 
lowing sequence:  apron  plate,  distributor,  back  deflecting  plates,  two  parallel 
sluice  plates,  No.  1  mercury  trap.  Pulp  to  (7)  ;  at  clean  up,  amalgam  to  (9), 
and  heavy  sand  to  (8). 

7.  Twelve  four-foot  Frue  vanners  and  four  Union  vanners.  Heads  to  chlori- 
nation works ;  tailings  to  waste. 

8.  From  (6),  (6)  and  (9).  A  clean  up  barrel  followed  by  a  catch  hopper, 
amalgamated  plates  and  settling  tanks  like  Mill  73.  Amalgam  and  coarse  stuff  to 
(9) ;  coarse  pulp  run  over  plates  to  settling  tank  to  be  returned  to  barrel;  fine 
pnlp  run  over  plates  to  settling  tank  to  go  to  chlorination  works. 

9.  From  (5),  (6)  and  (8).  Clean  up  room  like  that  of  Mill  73.  Amalgam  is 
retorted  and  the  gold  melted  and  shipped,  and  the  mercury  used  over  again  in  the 
mill ;  scrap  iron  to  waste;  coarse  ore  returned  to  (5) ;  coarse  pulp  to  (8). 

Power  is  furnished  by  a  Leffel  double  turbine  water  wheel  taking  water  which 
has  been  used  in  Mills  73  and  74,  which  are  f  mile  up  the  river,  one  being  100 
feet  above  Mill  65  and  the  other  38  feet. 

The  adjustments  in  this  mill  have  been  changed  since  it  was  visited  by  the 
author  so  that  its  capacity  is  now  about  200  tons  per  24  hours. 
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§  738.  Mill  No.  66.  Homestake  Mining  Company,  Lead  City,  South 
Dakota. — Capacity  400  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7 
days  per  week.  The  ore  consists  of  the  economic  minerals  native  gold  and  aurif- 
erous pyrite  and  arsenopyrite,  and  a  gangue  of  quartz  finely  distributed  in  large 
bodies  of  mica  schist  The  problem  is  to  save  the  goldi  The  ore  from  the  mine 
is  dumped  into  (1). 

Rock  House, 

1.  No.  1  bin.    By  gates  and  chutes  to  (2). 

2.  Three  No.  1  breakers.  Gates  No.  6,  only  two  used  at  a  time,  crushing  to 
IJ  inches.     To  (3). 

3.  No.  2  bins.     By  cars  to  (4). 

Stamp  Mill. 

4.  No.  3  or  mill  bin  44^  feet  wide,  14^  feet  deep  with  inverted  V-shaped 
bottom.  By  twenty  gates  and  chutes  (ten  on  each  side)  and  twenty  Hendy  feed- 
ers to  (5). 

5.  One  hundred  gravity  stamps  arranged  in  two  rows  with  ten  batteries  in  each 
row,  using  screens  with  0.61-mm.  holes  and  having  mercury  fed  to  the  mortar. 
Pulp  to  (6) ;  at  fortnightly  clean  up,  amalgam  to  (9),  coarse  lumps  returned  to 
mortar,  heavy  sand  and  amalgam  to  (8) ;  wooden  chips  are  removed  from  the 
mortar  periodically,  burned  and  the  ashes  go  to  (9). 

6.  Twenty  sets  of  amalgamated  plates  and  i^ercury  traps,  ten  sets  on  each  side 
of  the  mill,  each  set  arranged  as  follows :  apron  plate,  copper  lined  trough.  No.  1 
mercury  trap  lined  with  copper,  sluice  plate.  No.  2  mercury  trap.  Pulp  to  (7) ; 
amalgam  removed  daily  from  plates  is  cleaned  in  a  Wedgewood  mortar,  squeezed 
and  retorted,  the  heavy  sand  being  sent  back  to  the  stamps  and  the  mercury  used 
over  in  the  mill ;  traps  cleaned  out  monthly  to  (9). 

7.  Six  Oilpin  County  concentrators.  Heads  to  chlorination  works;  tailings  to 
waste.    Jigs  have  been  tried  in  place  of  the  concentrators. 

8.  From  (5).  A  rocker.  Coarse  limips  are  washed  in  a  coarse  screen  and  yield 
washings  to  (9)  and  residue  back  to  (5) ;  amalgam  and  heavy  sand  to  (9) ; 
light  sand  to  (5) ;  old  iron  has  amalgam  scraped  off  to  (9)  and  then  is  thrown  to 
scrap  heap  to  rust  and  the  rust  is  cleaned  up  yearly  to  (9). 

9.  From  (5),  (6)  and  (8).  A  clean  up  pan,  run  at  tim6  of  clean  up,  having 
600  to  700  pounds  of  quicksilver  added  to  the  charge.  Time  of  working  is  three 
hours.     Fine  stuff  to  waste ;  coarse  sand  and  liquid  amalgam  to  (10). 

10.  Settling  box.  Liquid  amalgam  is  strained,  squeezed  and  retorted,  yielding 
gold  to  be  melted  and  mercury  to  be  used  over  again;  heavy  sand  returned  to 
(6) ;  fine  overflow  to  waste. 

This  company  divides  its  labor  so  that  19-J  men  per  24  hours  are  charged 
against  the  mill.  These  are  divided  into  two  shifts :  4  foreman,  1  millwright,  i 
pipe  fitter,  2  engineers,  2  firemen,  -J  night  foreman,  1  head  amalgamator,  4 
amalgamators,  2  breaker  men,  2  oilers,  2  feeders  and  2  laborers.  Wages  vary 
from  $2  to  $8  per  man  per  day.     Wood  costs  $6  per  cord. 

Power  is  supplied  by  a  steam  engine  with  cylinder  20  X  42  inches,  having  a 
Meyer  cut  off  valve  and  rated  at  155  horse  power;  and  two  horizontel  fire  tube 
boilers,  54  inches  diameter,  16  feet  long,  with  46  tubes  3 J  inches  diameter,  run- 
ning under  a  steam  pressure  of  90  pounds  per  square  inch  and  burning  11  cords 
of  wood  per  24  hours. 

Water  is  supplied  by  a  ditch  company  and  costs  from  $0.50  to  $0.57  per  stamp 
per  24  hours.  In  the  winter  it  has  to  be  supplemented  by  water  pumpea  from  the 
mine.  The  amount  required  is  IJ  miner's  inches  for  five  stamps  (about  16.7 
gallons  per  minute)  or  about  84  gallons  per  minute  for  100  stamps. 


1026  ORE  DRESSING.  §  ?39 

The  ore  assays  from  0.25  to  0.50  ounce  gold  per  ton,  the  concentrates  about  1.25 
ounces  per  ton  and  the  tailings  0.075  ounce  per  ton.  One  hundred  tons  of  ore 
yield"  not  over  3  tons  of  concentrates  and  about  97  tons  of  tailings.  They  save 
about  65%  of  the  gold  by  amalgamation  and  about  10%  by  concentration,  and 
they  lose  about  25%  in  the  tailings.  It  is  claimed  that  85%  of  the  free  gold  is 
saved.  The  average  yield  of  the  ore  by  amalgamation  for  one  year  was  0.185 
ounce  ($3.70)  gold  per  ton.     The  loss  of  mercury  is  0.07  ounce  per  ton  of  ore. 

TbiB  mill  has  now  been  increased  to  200  stamps.  After  each  mortar  there  are 
four  apron  plates  in  series,  each  12  feet  long,  54  inches  wide  and  i  inch  thick. 
The  first  is  plain  copper  while  the  other  three  are  silver  plated  with  two  ounces 
of  silver  per  square  foot.  This  new  scheme  effected  in  1902  an  additional  saving 
of  approximately  $250,000  over  that  which  would  have  been  obtained  from  the 
old  arrangement.  The  tailings  slime  from  the  plates  is  at  present  thrown  away 
while  the  tailings  sand  is  cyanided  and  lime  is  used  to  assist  the  settling  previous 
to  cyaniding.  Addition  of  this  lime  to  the  mortar,  as  is  done  in  South  Africa, 
caused  trouble  by  coating  the  plates,  and  so  it  is  not  added  until  after  the  pulp 
has  passed  over  the  plates. 

§  739.  Mill  No.  67.  West  Wavbbly  Gold  Mining  Company,  Limited, 
Waverly,  Nova  Scotia. — Fig.  424  shows  the  Oldham  mill  which  is  much  like 
this  mill. — Capacity  50  to  65  tons  per  24  hours.  The  mill  runs  24  hours  per 
day,  6  days  per  week.  The  ore  consists  of  the  economic  minerals  native  gold  and 
arsenopyrite  with  small  amounts  of  galena,  pyrite,  chalcopyrite,  and  sphalerite, 
and  a  gangue  of  hard  quartz.  The  veins  are  in  magnesian  slate  and  a  very  hard 
quartzite  called  whin  rock.  The  problem  is  to  save  the  gold.  The  ore  is  hoisted 
from  two  shafts  and  dumped  over  grizzlies  into  cars  holding  1,000  pounds.  Cars 
of  waste  rock  are  trammed  to  the  dump,  the  ore  is  trammed  to  (1),  the  oversize 
and  undersize  being  kept  separate. 

1.  Five  No.  1  bins  in  one  block  with  bottoms  sloping  45^  and  having  a  total 
capacity  of  225  tons.  By  gates  and  chutes  to  car  holding  1,000  pounds  which  is 
trammed  200  feet  to  the  mill,  coarse  material  going  to  (2)  and  fine  to  (3). 

2.  One  Porster  breaker,  12  X  24  inches,  crushmg  to  IJ  inches.  By  jerking 
distributing  chutes  to  (3). 

3.  From  (1)  and  (2).  Three  No.  2  or  mill  bins,  with  bottoms  sloping  43*, 
one  holding  85  tons  for  two  batteries  and  two  holding  10  tons  each  for  the  other 
two  batteries.  By  four  gates  and  chutes  and  four  Hammond  corrugated  cylin- 
der feeders  to  (4). 

4.  Twenty  gravity  stamps,  arranged  in  four  batteries,  using  screens  with 
0.64  X  12.7-mm.  slots  and  having  mercury  fed  to  the  mortar.  Rilp  to  (5)  ;  at 
clean  up,  amalgam  and  mortar  residue  to  (8). 

5.  Four  sets  of  amalgamated  plates  and  mercury  traps  arranged  as  follows:  a 
splash  plate,  a  back  deflecting  quadrant  plate,  an  apron  plate.  No.  1  mercury  trap. 
No.  2  mercury  trap.  Pulp  to  (6)  or  (7) ;  at  clean  up,  amalgam  and  heavy  sands 
to  (8). 

6.  A  Golden  Gate  concentrator.     Heads  to  concentrates  pile ;  tailings  to  (7). 

7.  From  (5)  or  (6).  No.  3  mercury  trap.  Pulp  to  waste;  every  six  months 
amalgam  and  heavy  sand  cleaned  out  to  (8). 

8.  From  (4),  (5)  and  (7).  Clean  up  room  containing  iron  panning  tubs, 
sink,  muller  mortar,  gold  hand  pans,  sieves  and  squeezing  cloths.  The  material 
is  worked  up  and  yields  coarse  sand  returned  to  (4) ;  scrap  iron  to  waste,  con- 
centrates to  pile,  hard  amalgam  to  be  retorted  and  melted,  and  mercury  to  be  used 
over  in  the  mill. 

The  labor  required  is  7  men  per  24  hours  divided  into  two  shifts :  1  foreman,  2 
engineers,  1  breaker  man,  2  amalgamators,  1  helper.  Wages  rary  from  $1.20  to 
$2.50  per  man  per  day.    Board  costs  $3.50  to  $4  per  week,  coal  $3.42  per  ton. 
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Power  is  supplied  by  a  tandem  compound  engine  with  cylinders  8  X  12  inche* 
and  12  X  12  inches,  having  a  Meyer  adjustable  cut  off  valve  on  the  high  pressure 
cylinder  cutting  off  at  i  stroke  when  full  mill  is  running,  and  a  simple  valve  on 
the  low  pressure  cylinder  cutting  off  at  |  stroke.  Bunning  under  a  steam  pressur:* 
of  100  pounds  per  square  inch  and  with  a  Bulkley  condenser  34^  feet  high  with 
3-inch  column^  it  indicates  42  horse  power:  26  for  stamps,  12  for  breaker  and 
jerking  chutes,  and  4  for  friction  of  shafting. 

Water  runs  into  the  mill  from  a  brook.  In  case  of  necessity  it  can  be  re- 
pumped  from  the  pond  into  which  the  tailings  flow,  by  a  Northey  duplex  pump 
with  steam  cylinder  5  X  12  inches  and  water  cylinder  8  X  12  inches  delivering 
130  gallons  per  minute.  The  water  used  for  the  stamps  is  from  50  to  65  gallons 
per  minute.  The  water  for  the  boilers  has  to  be  settled  and  Pearline  is  put  into 
the  boilers  monthly  to  soften  the  scale.  The  total  water  used  in  the  mill  in- 
cluding the  boilers  and  everything  is  150  gallons  per  minute. 

The  ore  assays  0.25  to  1.25  ounces  gold  per  ton ;  the  concentrates  0.26  to  0.66 
ounce ;  the  tailings  0.011  to  0.040  ounce,  average  0.025  ounce.  One  hundred  tons 
of  ore  yield  2  tons  of  concentrates  and  98  tons  of  tailings;  10%  of  the 
gold  comes  from  the  outside  plates  and  90%  from  the  mortar  and  inside  plate. 
The  mill  saves  about  95%  by  amalgamation  and  about  ^%  by  concentration,  and 
the  balance  is  lost  in  the  tailings.  The  loss  of  mercury  is  from  0.4  to  0.6  ounce 
per  ton  of  ore. 

A  special  feature  of  thifl  mill  is  that  the  No.  1  bins  (1)  give  an  opportunity  to 
store  separately  the  ore  from  the  different  workings  of  the  mine  while  in  progress 
as  shafts,  levels,,  winzes  or  stopes.  When  a  bin  has  accumulated  sufficient  ore  for 
a  run  one  or  more  batteries  are  set  to  work  upon  it.  At  the  end  of  the  run,  usually 
13  days,  comes  the  clean  up  and  the  yield  in  the  mill  is  credited  to  the  particular 
working  from  which  the  ore  came.  In  this  wav  the  mill  becomes  the  assay  office 
of  the  mine  and  the  superintendent  is  able  to  calculate  thereby  the  profit  or  loss  in 
each  part  of  the  mine.  Another  feature  is  the  small  amount  of  gold  in  the  con- 
centrates from  this  ore.  They  are  too  poor  to  pay  for  treatment  and  consequently 
the  concentrator  (6)  is  rarely  used,  but  the  pulp  passes  straight  from  No.  2  mer- 
cury trap  (5)  to  No.  3  trap  (7).  A  Gilpin  County  concentrator  was  also  tried 
with  very  poor  results. 

§  740.  Mill  No.  68.  Montana  Mining  Company,  Limited,  Marysvillb, 
Montana.  Gold  Mill. — The  ore  of  the  Drumlummon  mine  consists  of  the  eco- 
nomic minerals  native  gold,  tetrahedrite,  pyrite,  chalcopyrite,  blende,  galena, 
arsenical  polybasite  and  argentite,  and  a  gangue  of  quartz,  slate,  granite,  and 
calcite  with  manganese  oxides  in  small  amounts.  The  problem  is  to  save  the  gold 
and  silver.  The  ores  are  classed  in  the  mine  into  two  kinds:  (a)  ores  rich  in 
silver  containing  10  to  15  ounces  silver  and  0.25  to  0.50  ounce  gold  per  ton ;  and 
(6)  ores  low  in  silver  containing  2  to  4  ounces  silver  and  0.20  to  0.40  ounce  gold 
per  ton.  The  rich  silver  ores  go  to  Mill  82  while  the  poor  silver  ores  go  to  Mill 
68. 

Mill  68  has  a  capacity  of  105  tons  per  24  hours.  The  mill  runs  24  hours 
per  day,  7  days  per  week.  The  scheme  of  treatment  is  the  same  as  in  the  gravity 
stamp  mills  previously  described.  The  ore  is  brought  by  cars,  holding  one  ton 
each,  to  a  No.  1  or  receiving  bin  with  bottom  sloping  45  ^^  and  holding  from  2,000 
to  3,000  tons.  The  No.  1  bin  delivers  by  six  gates  and  chutes  to  six  grizzlies 
with  l^-inch  spaces.  The  oversize  is  broken  in  three  Blake  breakers,  9  X  15 
inches,  crushing  to  1^  inches,  and,  with  the  undersize,  goes  to  No.  2  or  stamp  bin 
which  has  a  bottom  sloping  45**  and  holds  300  tons.  The  ore  now  goes  by  twelve 
chutes  through  twelve  Hendy  feeders  to  sixty  gravity  stamps  arranged  in  twelve 
batteries,  using  screens  with  0.52-mm.  square  holes  and  having  no  mercury  fed  to 
the  mortar.    The  pulp  from  each  battery  of  stamps  passes  over  a  plate  on  the 
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mortar  lip,  over  an  apron  plate,  and  through  a  copper  lined  launder  to  two  4-foot 
Prue  vanners  which  have  amalgamated  plates  on-  their  distributors.  This  makes 
24  yanners  in  the  whole  mill.  The  heads  of  the  vanners  are  shipped  to  smelter  and 
the  tailings  go  to  waste.  As  no  mercury  is  fed  to  the  mortar  it  is  cleaned  out  only 
when  the  dies  are  worn  out  and  it  yields  coarse  ore  and  sand  returned,  scrap  ir<m 
to  waste,  and  concentrates  to  smelter.  The  amalgam  is  removed  from  the  lip  and 
apron  plates  every  24  hours,  from  the  plates  on  the  vanners  every  7  days  and  from 
the  copper  lined  launder  once  a  month.  Amalgam  from  the  plates  is  clean  enough 
to  squeeze  and  retort  direct  while  that  from  the  launder  is  ground  in  a  clean  up 
pan  and  yields  amalgam  to  retort  and  sand  which^  if  rich,  is  shipped  as  con- 
centrates or,  if  poor,,  is  sent  back  to  the  stamps.  The  slag  from  melting  bullion  is 
crushed  so  that  any  shots  of  precious  metal  may  be  picked  out  and  the  residue  is 
allowed  to  accumulate  up  to  about  1^000  poimds  when  it  is  shipped  to  the 
smelter. 

The  labor  required  is  15  men  per  24  hours:  1  foreman,  2  engineers,  2  firemen, 
3  breaker  men,  3  battery  men,  2  vanner  men  and  2  plate  men.  The  breaker  men 
and  battery  men  work  8-hour  shifts  while  all  the  rest  work  12  hours.  Wages  vary 
from  $3  per  day  for  laborers  to  $4  or  $4.50  per  day  for  mechanics.  Board  costs 
$1  per  day.    Wood  is  $3.80  per  cord. 

rower  is  furnished  by  a  Corliss  engine  indicating  130  horse  power.  The 
boilers  bum  4J  cords  of  wood  per  day. 

The  water  required  is  148  gallons  per  minute  divided  as  follows :  4  gallons  for 
the  boilers,  120  gallons  for  the  stamps  and  24  gallons  for  the  vanners. 

The  ore  assays  2  to  4  ounces  silver  and  0.20  to  0.40  ounce  gold  per  ton ;  \he 
concentrates  contain  120  ounces  silver  and  3.5  ounces  gold  per  ton;  the  tailings 
contain  0.4  to  1.1  ounces  silver  and  0.05  ounce  gold  per  ton;  for  some  assays  of 
special  samples,  see  Table  318;  another  special  set  of  assays  showed  pulp  from  the 
mortar  to  have  1.4  ounces  silver  and  0.4  ounce  gold  per  ton,  pulp  fed  to  vanners 
to  have  1.0  ounce  silver  and!  0.2  ounce  gold,  and  the  vanner  tailings  to  ha?e  1 
ounce  silver  and  0.04  ounce  gold.  One  hundred  tons  of  ore  yield  J  to  1  ton  of 
concentrates  and  about  99  tons  of  tailings.  The  mill  saves  about  40%  of  the 
silver  and  70%  of  the  gold  by  amalgamation,  40%  of  the  silver  and  15%  of  the 
gold  by  concentration  and  loses  20%  of  the  silver  and  15%  of  the  gold  in  the  tail- 
ings. The  mill  ships  from  1,300  to  1,400  ounces  of  bullion  p6r  month.  The  loss 
of  mercury  is  0.1  ounce  per  ton  of  ore. 

Since  the  author's  visit  a  cyanide  plant  vrith  a  capacity  of  400  or  500  tons  per 
day  has  been  installed  to  treat  the  tailings  from  Mills  68  and  82.'^^  The  tailings 
are  impounded  by  five  dams  in  the  gulch  and  are  transported  to  the  plant  partly 
by  sluicing  and  partly  by  a  narrow  gauge  railway.  The  tailings  yield  something 
over  $2  per  ton  and  the  cost  of  treatment  is  a  little  over  $1  per  ton. 

§  741.  Mill  No.  69.  American  Developing  and  Mining  Company,  Gib- 
BONSVILLE,  Idaho. — Capacity  97  to  112  tons  per  24  hours.  The  ore  consists  of 
the  economic  minerals  auriferous  pyrites  and  a  little  argentiferous  chalcopyrite 
and  a  gangue  of  slate  and  quartz  with  some  calcite  and  a  little  hematite.  The 
problem  is  to  save  the  gold.  The  ore  goes  to  No.  1  or  receiving  bins  and  thence  to 
a  grizzly  with  1^-inch  spaces.  The  oversize  is  broken  by  a  Blake  breaker,  9  X  15 
inches,  crushing  to  2^  inches,  and  with  the  undersize  goes  to  the  No.  2  or  battery 
bins  which  have  a  capacity  of  200  tons,  or  300  if  filled  by  shovel.  Six  gates  and 
chutes  deliver  the  ore  from  the  No.  2  bins  through  six  Hendy  feeders  to  30 
gravity  stamps  arranged  in  six  batteries.  The  stamps  weigh  950  pounds  and 
drop  6  inches  100  times  per  minute.  The  mortar  is  narrow,  has  single  dis- 
charge and  has  an  inside  amalgamated  plate  on  the  chuck  block.  The  height  of 
discharge  is  about  9  inches.  Fargo  guides,  Blanton  cams  and  shoes  of  chrome 
or  Midvale  steel  are  used.     The  screens  are  of  burned!  tin  plate,  have  0.66-mm. 
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round  holes  and  last  about  two  weeks.  The  pulp  from  the  stamps  passes  over 
six  amalgamated  silver  plated  copper  plates  in  parallel^  each  16  feet  long  and 
sloping  If  inches  per  foot:  Each  plate  has  a  mercury  trap  at  its  lower  end  and 
then  a  distributor  to  divide  the  pulp  to  the  Frue  vanners  of  which  there  are  fifteen 
in  the  whole  mill.  The  vanners  have  smooth  belts  six  feet  wide  and  use  amal- 
gamated plates  on  their  distributors.  The  heads  of  the  vanners  are  chlorinated 
and  the  tailings  go  to  waste.  The  mortar  and  the  amalgamated!  plates  are  cleaned 
periodically  for  the  recovery  of  amalgam  which  is  retortei 

The  labor  charged  against  the  mill  is  8^ men  per  24  hours:  1  breaker  man,  2 
amalgamators,  2  vanner  men,  1  wheeler^  etc.^  }  oiler^  eta^  \  machinist,  \  car- 
penter^^ night  watchman,  \  foreman,-^  assayer.  The  amalgamators  and  vanner 
men  are  divided  into  two  shifts.    Wages  vary  from  $3  to  $5  per  man  per  day. 

Power  for  running  the  mill  and  for  electric  lighting  is  obtained  from  Pelton 
water  wheels,  supplemented  by  steam  during  six  monl^  of  winter. 

The  ore  assays  0.45  to  0.55  ounce  gold  per  ton;  the  concentrates  assay  1.75 
to  2.75  ounces  gold  per  ton  and  have  0.5  to  1.0%  copper;  the  tailings  assay  0.01 
ounce  per  ton  (average  of  3  months  was  $0.23  per  ton).  One  hundred  tons  of 
ore  yield  8  or  9  tons  of  concentrates  and:  91  or  92  tons  of  tailings.  The  mill 
saves  53%  by  amalgamation  and  45%  by  concentration  and  loses  2%  in  the 
tailingjs.     The  bullion  is  840  to  860  fine  in  gold  and  125  to  140  fine  in  silver. 

!N^otice  that  this  mill  has  fifteen  vanners  for  thirty  stamps  whereas  the  usual 
practice  in  the  California  mills  previously  described  would  call  for  only  twelve. 
The  reason  for  this  is  the  high  amount  of  concentrates  (7  to  10%)  in  this  ore  as 
compared  with  the  low  amount  (2  or  3%)  found  in  California  ores. 

A  canvas  plant,  similar  to  Mill  78,  was  installed  to  treat  the  tailings  of  this 
mill  but  it  was  a  financial  failure,  not  because  it  did  not  save  fine  concentrates, 
but  because  the  fine  concentrates  when  saved  contained  only  0.5  to  0.6  ounce  gold 
per  ton  which  would  not  pay  for  chlorinating.  It  seems  to  be  a  peculiarity  of 
this  ore  tiiat  the  fine  concentrates  are  much  poorer  than  the  coarse,  which  is  just 
contrary  to  the  author^s  experience  with  California  gold  ores  which  have  the 
fine  concentrates  as  rich  or  richer  than  the  coarse.  One  theory  regarding  Mill 
69  is  that  the  gold,  although  contained  in  the  pyrites  and  not  visible  to  the  eye, 
is  nevertheless  practically  all  free  milling  and  hence  the  smaller  the  particle 
of  pyrite  the  better  the  mercury  has  been  able  to  act  on  it  and  the  more  it  has  been 
robbedi  of  its  gold. 

§  742.  Mill  No.  70.  Newton  Gold  Mill^  Idaho  Speinos,  Colorado. — The 
ore  from  the  Newton  mine  and  custom  ores  which  are  also  treated,  consist  of  the 
economic  minerals  auriferous  pyrites  and  some  native  gold  and  a  gangue  of 
quartz.  The  ores  are  divided  into  two  grades :  (a)  a  grade  which  has  large  grains 
of  pyrite  and  more  gold  and  is  treated  by  Mill  85,  and  (6)  a  grade  with  finer 
grains  of  pyrite  disseminated  in  quartz  and  less  gold,  treated  in  Mill  70. 

Ore  is  brought  in  wagons  and  shoveled  to  a  receiving  bin  and  thence  shoveled 
or  wheeled  to  twenty  gravity  stamps^  arranged  in  four  batteries,  using  screens 
with  round  holes  and  having  mercury  fed  to  the  mortar.  The  pulp  from  the 
stamps  passes  over  four  amalgamated  plates  in  parallel,  four  mercury  traps  and 
four  double  Gilpin  County  concentrators.  The  heads  of  these  concentrators  are 
shipped  to  the  smelter  and  the  tailings  go  to  waste.  The  mortars,  amalgamated 
plates  and  mercury  traps  are  cleaned  up  periodically  obtaining  thereby  amal- 
gam which  is  retorted  and  sulphurets  which  are  put  with  the  concentrates. 

Power  is  derived  from  Leffel  water  wheels. 

(p)  gold  mills  using  gravity  stamps,  amalgamated  plates  and  vanners, 

AND    CANVAS    OR    BLANKET    TABLES. 

8  743.  This  group  includes  Mills  71  to  80  inclusive.     Mill  71  is  followed  by  a 
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canvas  piant  (Mill  78).  Mill  72  is  followed  by  a  canvas  plant  (Mill  79).  Mills 
73  and  74  were  formerly  followed  by  a  canvas  plant  (Mill  80)  and  that  was 
again  followed  by  an  arrastra  (Mill  81).  Mill  80  has  recently  been  changed 
over  to  be  like  Mill  78.  Mill  75  has  recently  installed  a  canvas  plant  like  Mill 
78.  Mill  76  uses  carpet  tables.  Mill  77  has  blanket  tables.  Mill  78  catches  on 
2.400  square  feet  of  canvas  tables  about  $1,500  per  month  in  the  fine  slimes  of 
auriferous  pyrite  which  are  too  fine  to  be  caught  on  the  vanners  of  Mill  71. 

It  should  here  be  said  that  while  canvas  plants  like  Mill  78  do  such  good  work 
on  tailings  of  vanners  of  Mill  71  and  Mill  55^  both  of  these  mills  yield  fine  con- 
centrates of  high  assay  value.  It  would  be  idle  to  put  in  the  canvas  plant  after 
such  mills  as  Mills  61,  67,  69  or  77  where  the  assay  value  of  the  fine  concentrates 
is  not  high. 

§  744.  California  and  Colorado  Systems  of  Stamp  Milling. — Mill  77  and 
also  Mill  88  use  the  Colorado  system  of  stamping  while  the  other  gold  stamp  mills 
described  in  this  chapter  use  the  California  system.  The  relative  advantages  of 
these  two  systems  have  proved  a  fruitful  topic  of  discussion.  The  California  sys- 
tem is  by  far  the  more  extensively  used  in  almost  all  localities  where  stamp 
milling  is  practiced,  while  the  Colorado  system  is  limited  almost  entirely  to  Gil- 
pin County,  Colorado,  with  an  occasional  application  elsewhere  and  its  use 
seems  to  be  on  the  decrease.  The  average  ores  treated  by  the  California  system 
are  free  milling  ores  containing  less  than  5%  sulphides  (usually  pyrite)  with 
considerable  of  the  gold  (as  coarse  gold)  in  the  quartz.  The  Gilpin  County  ores 
are  free  milling  but  contain  a  high  per  cent,  of  pyrite  (between  10  and  20%). 
The  gold  is  commonly  in  fine  particles  and  more  or  less  included  in  the  pyrite. 

The  characteristics  of  the  two  systems  have  been  somewhat  discussed  in  §  197 
and  §  199.  The  chief  characteristics  of  the  California  system  are  coarser  stamp- 
ing accompanied  by  a  higher  capacity  (two,  three,  or  even  four  tons  per  stamp 
per  24  hours)  which  are  due  to  a  lower  discharge  in  the  mortar,  greater  weight 
of  stamp,  shorter  drop,  and  greater  number  of  drops  per  minute.  There  may  be 
also  a  coarser  screen  and  higher  percentage  of  opening  although  this  is  not 
always  true.  All  these  conditions  keep  the  ore  a  less  time  in  the  mortar  and  there 
is  less  sliming,  the  grains  of  pyrite  are  less  worn  into  rounded  forms  and  the  fol- 
lowing concentration  is  madie  under  more  favorable  conditions  and  without  so 
much  loss. 

The  characteristics  of  the  Colorado  system  are  fine  stamping  and  low  capacity 
(about  one  ton  per  stamp  per  24  hours).  These  result  from  the  use  of  a  higher 
discharge  in  the  mortar,  lighter  stamp,  longer  drop  and  less  number  of  them. 
The  finer  screen  and  smaller  percentage  of  opening  m  it  are  not  necessarily  used 
although  commonly  so.  This  treatment  keeps  the  stuff  in  the  mortar  a  much 
longer  time,  which  is  necessary  to  free  the  gold  in  order  that  a  satisfactory 
amount  of  it  may  be  amalgamated.  It  involves,  however,  more  sliming  of  the 
ore  and  sliming  of  the  pyrite  more  than  the  gangue  since  it  is  heavier  and  not 
discharged  so  quickly,  and  consequently  the  following  concentration  is  not  so  easy 
and  the  losses  are  greater.  The  average  extraction  of  gold  is  not  materially 
different  with  the  two  systems.  According  to  Rickard  each  system  extracts 
about  70%  by  amalgamation.  The  horse  power  required  per  ton  is  greater  for 
the  Colorado  owing  to  the  greater  amount  of  work  required  for  finer  stamping. 
For  this  reason  and  also  on  account  of  the  lower  capacity  the  cost  per  ton  is 
higher  for  the  Colorado  than  for  the  California. 

Each  system  has  its  place  and  gives  the  best  results  commercially  on  its  own 
class  of  ore.  Rickard**  has  given  this  comparison :  The  Colorado  system  on  Gil- 
pin County  ore  worth  $8  per  ton  would  extract  $5.60  a  ton  at  a  cost  of  $0.70, 
while  the  California  system,  failing  to  liberate  the  gold,  would  extract  only  $4 
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per  ton  at  a  cost  of  $0.25.  The  net  result  is  then  $5.60 — $0.70  or  $4.90  for  the 
Colorado,  against  $4.00—^0.25  or  $3.76  for  the  California,  or  a  balance  of 
$1.15  per  ton  in  favor  of  the  Colorado  system.  On  the  other  hand  on  California 
ore  worth  $6  per  ton  the  California  system  will  extract  $4.30  at  a  cost  of  $0.35, 
while  the  Colorado  system  would  extract  $4.50  at  a  cost  of  $1.  The  net  result 
in  this  case  is  $3.95— $3.50  or  $0.40  per  ton  in  favor  of  the  California  system. 
It  should  also  be  noted  that  a  Colorado  mill  requires  at  least  twice  as  much  cap- 
ital to  build  as  a  California  mill  of  the  same  capacity.  The  above  figures  deal  only 
with  the  extraction  of  gold  by  amalgamation ;  the  saving  by  later  concentration  is 
not  here  considered.  The  question  of  the  application  of  concentration  followed  by 
amalgamation  on  Gilpin  County  ores  will  be  taken  in  §  763. 

It  should  be  noted  that  the  California  system  was  used  in  Gilpin  County  in  the 
early  days  and  gave  very  satisfactory  results  as  long  as  only  oxidized  surface  ores 
were  encountered.  With  greater  depths,  however,  the  sulphide  ores  appeared 
and  the  extraction  fell  off.  Owing  to  extremely  high  freight  and  smelting 
charges  it  would  not  pay  to  concentrate,  and  finally  the  Colorado  system  of 
stamp  milling  was  evolved  as  the  only  profitable  method  of  working.  Later  on 
when  competition  among  smelters  increased  the  value  of  the  concentrates,  con- 
centrating of  the  tailings  became  common  practice.  This  shows  why  the  Colo- 
rado system  came  into  existence  and  it  is  easy  to  understand  that  siter  having 
once  been  adopted,  conservatism  would  cause  it  to  continue  to  be  used  as  lonff 
as  it  proved  satisfactory,  even  though  there  might  be  other  processes  that  could 
effect  a  little  better  saving.  To-day  it  seems  that  it  is  being  so  far  modified  as 
to  increase  the  number  of  drops  of  the  stamps  and  at  the  same  time  shorten  the 
height;  and  on  ores  with  a  high  percentage  of  sulphides  (over  15%),  especially 
when  the  value  of  concentrates  per  ton  is  high,  this  modified  mill  will  save  more 
value  per  ton  than  the  regular  Colorado  mill. 

§  745.  Mill  No.  71.  Kennedy  Mining  and  Milling  Company,  Jackson, 
Amador  County,  California. — Capacity  96  tons  in  24  hours.  The  mill  runs 
24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic  minerals 
native  gold  and  auriferous  pyrites  and  a  gangne  of  quartz  stringers  and  slate. 
The  vein  has  a  black  gouge  on  each  side  about  a  foot  thick.  The  problem  is  to 
save  the  gold.  The  ore  is  brought  in  cars  and  dumped  through  six  holes  into  a 
receiving  bin  60  feet  long,  8|  feet  wide,  and  30  feet  deep  with  a  flat  bottom. 
The  ore  is  delivered  from  the  bins  by  eight  gates  and  chutes  through  eight  Hendy 
feeders  to  forty  gravity  stamps,  arranged  in  eight  batteries,  using  30-mesh  brass 
wire  screens  and  having  mercury  fed  to  the  mortar.  The  pulp  from  the  stamps 
passes  over  eight  sets  of  amalgamated  plates  and  mercury  traps,  each  set  arranged 
as  follows:  plate  on  splash  board,  plate  on  mortar  lip,  apron  plate,  No.  1  mer- 
cury trap,  two  steps  covered  with  rubber.  No.  2  mercury  trap,  two  parallel  No.  1 
sluice  plates.  No.  2  sluice  plate,  No.  3  mercury  trap.  From  No.  3  mercury  traps 
the  pulp  goes  to  twenty-four  4-foot  Frue  vanners  having  No.  4  mercury  traps 
above  their  distributors.  The  heads  from  the  vanners  go  to  chlorination  works 
and  the  tailings  are  sold  to  Mill  78.  The  mortars  and  mercury  traps  are  cleaned 
up  once  a  month  by  means  of  scrapers,  pans,  muller  mortar,  ball  mill  and  amal- 
gamated plates  and  the  amalgam  obtained  is  retorted  while  the  sulphurets  are 
sent  to  chlorination  works.  The  amalgamated  plates  are  scraped  once  an  hour 
with  rubbers  and  the  fine  rich  sulphurets  are  separated  from  the  amalgam, 
roasted  in  a  small  furnace  and  smelted  with  fluxes  in  a  crucible. 

Power  is  furnished  by  Pelton  water  wheels.  One  wheel  4  feet  diameter  under 
^0  feet  head  runs  the  stamps;  one  wheel  4  feet  diameter  under  60  feet  head 
runs  the  vanners  and  also  the  saw  mill  containing  a  cuttinjf  oflf  saw,  rip  saw, 
and  a  wedge  saw.    A  dial  shows  the  speed  of  the  vanners  directly  so  that  the 
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vanner  man  is  able  to  keep  the  speed  constant  by  letting  on  or  shutting  off  the 
water  on  the  water  wheel. 

Water  is  supplied  by  a  ditch  company.  The  stamps  alone  require  120  gallons 
per  minute. 

The  concentrates  contain  from  4  to  5  ounces  of  gold  per  ton  and  the  tailings 
from  0.060  to  0.076  ounce.  One  hundred  tons  of  ore  yield  about  2.8  tons  of 
concentrates  and  97.2  tons  of  tailings.  The  amount  of  concentrates  varies  from 
60  to  90  tons  per  month. 

Since  the  author's  visit  the  capacity  of  this  mill  has  been  increased  to  about 
4^000  tons  per  month  or  about  136  tons  per  24  hours.  This  has  been  accom- 
plished by  substituting  a  24-me8h  screen  in  place  of  the  SO-mesh^  by  increasing 
the  height  of  the  drop  of  the  stamps  from  6^  to  7^  inches  and  the  number  of 
drops  per  stamp  from  82  to  96  per  minute."* 

§  746.  Mill  No.  72.  Keystone  Consolidated  Mining  Company,  Amadob 
City,  Calipoknia.— Capacity  120  tons  per  24  hours.  The  mill  runs  24  hours 
per  day,  7  days  per  week.  The  ore  consists  of  the  econcwnic  minerals  native  gold 
and  auriferous  pyrites  and  a  gangue  varying  from  stringers  of  quartz  in  slate 
on  the  foot  wall  to  large  bodies  of  quartz  on  the  hanging  wall.  The  vein  has 
a  good  gouge  on  the  foot  wall.  The  problem  is  to  save  the  gold.  The  ore  hoisted 
from  the  mine  by  a  skip  is  dumped  upon  a  grizzly  with  2-inch  spaces.  The  over- 
size is  broken  by  a  Blake  breaker,  9  X  16  inches,  crushing  to  IJ  inches,  and  with 
the  undersize  goes  to  the  ore  house  holding  3,000  tons.  From  this  a  chute  deliv- 
ers to  cars  holding  1,200  pounds  which  carry  the  ore  to  the  mill  bin  which  has  a 
bottom  sloping  46''  and  has  a  capacity  of  300  tons.  The  mill  bin  delivers  by  nine 
chutes  through  nine  Templeton  roller  feeders  to  forty  gravity  stamps,  arranged*  in 
eight  batteries,  and  one  Griffin  roller  mill ;  the  Griffin  roller  mill  corresponds  to 
one  battery  of  stamps.  The  ore  is  stamped  or  ground  to  pass  through  screens  with 
0.56  X  6.35-mm.  slots  iind  metcury  is  fed  during  tiie  crushing.  The  crushed 
pulp  passes  over  nine  sets  of  amalgamated  plates  and  mercury  traps,  each  set 
being  arranged  as  follows:  plate  on  mortar  lip,  a  cross  collecting  launder,  a 
2i-inch  pipe  with  a  T  on  its  end.  No.  1  mercury  trap.  No.  2  mercury  trap,  apron 
plate.  No.  3  mercury  trap,  No.  4  mercury  trap.  No.  6  mercury  trap.  From  the 
No.  5  mercury  traps  the  pulp  passes  to  nine  7-belt  Woodbury  yimners  and  one 
13-belt  Woodbury  vanner,  eight  of  the  vanners  being  fed  with  stamp  stuff  and  two 
with  Griffin  mill  stuff.  The  heads  from  the  vanners  are  treated  on  a  rocking 
table  while  the  tailings  pass  in  succession  through  No.  6  mercury  trap.  No.  7  mer- 
cury trap,  and  No.  8  mercury  trap  which  are  in  the  main  tail  launder  of  the 
mill,  and  then  go  to  Mill  79. 

The  rocking  table  is  a  rectangular  table  20  inches  wide,  12  feet  long,  and  5 
inches  deep,  mounted  on  two  transverse  curved  rockers,  24  inches  long,  2^  inches 
wide  at  the  ends  and  6  inches  wide  at  the  middle.  The  table  has  a  slope  down- 
ward of  1**  10'  or  about  \  inch  per  foot.  The  rocking  is  imparted  by  a  side  arm 
and  a  vertical  connecting  rod  leading  up  to  an  eccentric.  Tne  sides  rise  and  fall 
li  inches.  The  material  is  fed  to  the  table  through  a  screen  at  the  ^per  end 
with  water  and  is  shoveled  over  and  over  toward  the  upper  end.  The  table 
yields  clean  heads  to  the  chlorination  works  and  tailings  which  join  the  vanner 
tailings  going  to  No.  6  mercury  trap. 

The  amalgam  is  removed  from  the  amalgamated  plates  every  24  hours  and 
retorted.  The  mortars.  Griffin  mill,  and  mercury  traps  are  all  cleaned  up 
monthly^  jrielding  amalgam  and  sand  which  are  charged  to  a  clean  up  barrel  to 
brighten  rusty  gold  and  complete  its  amalgamation.  The  clean  up  barrel  dis- 
charges gradually  to  a  mechanical  batea  the  fine  overflow  of  which  passes  in  suc- 
cession over  two  amblgamated  plates.  No.  9  mercury  trap  and  a  settling  tank. 
The  residue  in  the  batea  is  cleaned  up  with  hand  pans  and  yields  amalgam  to  be 
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retorted,  scrap  iron  to  waste,  coarse  material  back  to  the  stamps,  and  rich  con- 
centrates to  the  chlorination  works.  The  amalgam  caught  on  the  two  amal- 
gamated plates  is  scraped  off  and  retorted.  The  gtufiE  from  No.  9  mercury  trap 
goes  back  to  the  clean  up  barrel.  The  settlings  in  the  settling  tank  go  to  the 
rocking  table  previously  described  and  the  water  goes  to  the  tailings  launder. 

The  labor  required  is  5  men  per  24  hours,  divided  into  two  diifts.  Wages 
vary  from  $2.50  per  dfiy  for  laborers  to  $3  for  mechanics.  Board  costs  $24  per 
month  and  wood  is  $5.50  per  cord. 

Power  is  derived  from  a  Knight  water  wheel  6  feet  diameter  with  a  f  X  10-inch 
adjustable  slot  for  a  nozzle,  running  at  200  revolutions  per  minute  under  a  head 
of  276  feet,  rated  at  85  horse  power  and  using  144  miners  inches  of  water  (about 
1,500  gallons  per  minute). 

Water  is  supplied  by  a  diteh  company  and  costs  $0.20  per  miner's  inch  per  24 
hours.     One  inch  is  counted  as  equivalent  te  0.6  horse  power. 

The  value  of  the  ore  treated  is  very  irregular ;  the  concentrates  from  the  rock- 
ing table  assay  6  ounces  gold  per  ton  and  amount  to  16  tons  per  month ;  the  mill 
tailings  assay  0.044  ounce  gold  per  ton.  One  hundred  tons  of  ore  yield  0.4  ton 
of  concentrates  to  chlorination  works  and  99.6  tons  of  tailings  to  Mill  79. 

This  mill  formerly  had  a  Gold  King  amalgamator  in  place  of  one  set  of  amal- 
gamated plates  and  mercury  traps,  but  it  was  not  a  success. 

Becenuy  a  Pelton  wheel  was  instelled  to  run  the  vanners  independently 
from  the  stamps  and  at  the  same  time  the  speed  of  the  stemps  was  increased  to 
100  drops  per  minute.*^*  Experiment  has  eiiown  that  by  narrowing  the  mortar, 
lowering  the  height  of  discharge  in  the  mortar,  cutting  down  the  water  used  in 
stamping  and  using  an  apron  plate  16  feet  long,  5  feet  wide,  and  sloping  If 
inches  per  foot,  the  value  of  the  tailings  is  considerably  decreased  and  it  is 
planned  to  adopt  these  changes  throughout  the  mill.  The  OrifSn  mills  are  idle 
and  eight  Woodbury  tebles  have  been  substituted!  for  the  vanners  on  eight  bat- 
teries (see  §494). 

§  747.  Mill  No.  73.  TJtioa  Mill  of  the  Utica  Company,  Angels  Camp, 
Calaveras  County,  California. — Capacity  210  tons  per  24  hours.  The  mill 
runs  24  hours  per  day,  7  days  per  week.  The  ore  consists  of  the  economic  min- 
erals native  gold  and  auriferous  pyrites  and  a  gangue  of  quartz  stringers  in 
slate.  The  vein  has  a  good  clay  gouge  on  both  sides.  The  problem  is  to  save  the 
gold.  The  ore  is  hoisted  from  two  shafts  in  skips  three  feet  square  and  5  feet 
10  inches  deep  and  dumped  upon  two  grizzlies  with  l}-inch  spaces.  The  over- 
size is  crushea  in  two  Blake  breakers,  12  X  16  inches,  crushing  to  1^  inches,  and 
with  the  undersize  goes  to  two  No.  1  bins,  each  holding  50  tons.  From  these  the 
ore  is  conveyed  by  cars  to  No.  2  or  mill  bin  holding  about  600  tons  and  divided  by 
partitions  into  three  compartments.  The  ore  then  goes  by  twelve  chutes  through 
twelve  Hendy  feeders  to  60  gravity  stamps  arranged  in  twelve  batteries  using 
screens  with  0.76-mm.  round  holes  and  having  mercury  fed  to  the  morter.  The 
pulp  from  the  stamps  passes  over  twelve  sei^  of  amalgamated  plates  and  mer- 
cury traps  each  arranged  as  follows:  wooden  board  on  morter  lip,  a  transverse 
trough  11  inches  wide  with  two  spoute,  two  back  deflectors  side  by  side  with 
pJat^  on  them,  two  parallel  No.  1  sluice  plates,  No.  1  mercury  trap.  No.  2 
mercury  trap.  No.  2  sluice  plate.  The  pulp  from  the  No.  2  sluice  plates  goes  to 
twenty-four  4-foot  Prue  vanneirs  with  amalgamated  plates  on  their  distributors. 
The  heads  of  the  vanners  go  to  the  chlorination  works  and  teilings  by  a  flume 
f  mile  to  Mill  80. 

Amalgam  is  removed  from  the  No.  1  plates  every  24  hours,  from  the  plates  on 
the  yanners  every  week  and  from  the  other  plates  every  two  weeks.  The  regular 
clean  up  of  the  mortars,  traps  and  plates  comes  every  two  weeks,  and  the  material 
is  worked  up  by  pans,  clean  up  barrel,  amalgamated  plates,  settling  tenks, 
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strainers  and  retort  The  details  have  been  given  fully  in  §§  184,  228,  533  and 
558  and  need  not  be  repeated  here. 

The  labor  required  is  7  men  per  24  hours  besides  the  superintendent  and 
breaker  men,  divided  into  two  shifts :  2  feeders,  1  day  amalgamator,  1  night  amal- 
gamator, 2  vanner  men  and  1  helper. 

Power  is  furnished  by  Pelton  water  wheels  running  und<er  420  feet  head  which 
gives  a  pressure  of  185  pounds  per  square  inch.  No.  1  wheel,  6  feet  diameter, 
with  2|-inch  nozzle,  runs  the  stamps.  No.  2  wheel,  with  Ij^-inch  nozzle,  runs 
the  vanners.  There  are  also  two  more  wheels  for  running  the  Blake  breakers  in 
the  two  shaft  houses. 

Water  is  brought  by  a  22-in'ch  pipe  which  has  two  18-inch  branches,  one  for 
Mill  73  and  one  for  Mill  74.  The  water  reauired  in  the  stamp  mortars  is  100 
gallons  per  minute  and  on  the  vanners  27  gallons  per  minute  making  a  total  of 
127  gallons  plus  that  used  for  power. 

The  ore  assays  from  0.2  to  1.25  ounces  gold  per  ton  and  the  tailings  assay 
from  0.02  to  0.075  ounce  gold  per  ton.  One  hundred  tons  of  ore  yield  about  2i 
tons  of  concentrates  and  97^  tons  of  tailings.  The  mill  saves  90  to  95%  of  the 
gold.     The  loss  of  mercury  is  0.076  ounce  per  ton  of  ore. 

By  changing  the  adjustments  in  this  mill  the  superintendent  has  been  able  to 
increase  the  capacity  to  300  tons  per  24  hours.  The  Pelton  wheels  have  been  re- 
placed by  motors  using  electricity  generated  from  water  power  at  a  central  power 
plant."' 

§  748.  Mill  No.  74.  Stioklbs  Mill  op  the  TJtioa  Company,  Angels 
Camp,  Calaveras  County,  Calipornia. — This  mill  is  owned  by  the  same 
company  as  owns  Mill  73  and  works  on  similar  ore  and  the  description  of  Mill  7  ^ 
applies  to  this  mill  with  the  following  exceptions:  (1)  There  is  but  one  shaft 
and  hence  but  one  grizzly,  Blake  breaker  and  No.  1  bin.  (2)  There  is  a  curved 
amalgamated  plate  between  the  screen  and  the  mortar  lip.  (3)  There  are  no  No. 
2  sluice  plates  or  No.  2  mercury  traps.  (4)  There  are  16  TuUoch  vanners  and 
8  Frue  vanners  instead  of  24  Frues. 

§  749.  Mill  No.  75.  Zeilb  Mining  Company,  Jackson,  Amaooe  County, 
Calipobnia. — Capacity  150  tons  in  24  hours.  The  mill  runs  24  hours  per  day, 
7  days  per  week.  The  ore  consists  of  the  economic  minerals  native  gold  and 
auriferous  pyrites  and  a  gangue  of  quartz  interstratified  with  slate  and  talcose 
slate.  The  problem  is  to  save  the  gold.  The  ore  is  hoisted  from  the  mine  in  a 
skip  holding  two  tons  and  dumped  upon  a  grizzly.  The  oversize  is  crushed  in  a 
Blake  breaker,  9  X  15  inches,  and  with  the  undersize  drops  into  a  chute  from 
whence  it  is  hauled  by  a  little  mule  in  a  2-ton  car  to  the  mill  500  feet  distant. 
The  car,  which  opens  at  the  bottom,  is  emptied  into  the  mill  bin  which  is  16  feet 
wide,  20  feet  deep  in  front,  and  60  feet  long  with  a  45°  bottom  and  holds  500 
tons.  The  ore  now  goes  by  eight  chutes  through  eight  Hendy  feeders  to  forty 
gravity  stamps,  arranged  in  eight  batteries,  using  screens  with  1.13-mm.  square 
holes,  and  having  mercury  fed  to  the  mortar.  The  pulp  from  the  stamps  flows 
over  eight  sets  of  amalgamated  plates  and  mercury  traps,  each  set  bein?  arranged 
as  follows:  apron  plate,  sluice  plate.  No.  1  mercury  trap.  From  the  traps  it 
goes  te  sixteen  4-foot  Frue  vanners.  The  heads  of  the  vanners  are  sent  te 
chlorination  works  and  the  tailings  go  te  a  canvas  plant.  The  mortars,  plates, 
and  traps  are  cleaned  up  monthly  and  the  amalgaifi  and  sand  obtained  are  ground 
in  a  clean  up  barrel,  yielding  Amalgam  te  be  retorted,  and  residue  to  be  re- 
turned to  the  stamps. 

The  labor  required  is  four  men  per  24  hours,  divided  into  two  shifts :  2  bat- 
tery men  and  2  vanner  men.  Wages  vary  from  $2  per  day  for  laborers  to  $3  for 
vanner  men.     Board  costs  $22  per  month. 

Power  is  derived  from  a  Pelton  wheel,  6  feet  diameter,  with  two  2i-inch  rubber 
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n'ozzles,  ranning  under  a  head  of  150  feet^  making  146  revolutions  per  minute^ 
using  187  miner's  inches  of  water  (1^944  gallons  per  minute)  and  rated  at  65 
horse  power. 

The  water  used  on  the  stamps  and  vanners  is  12  miner's  inches  (125  gallons 
per  minute).  The  stamps  use  about  80  gallons  per  minute  and  the  yanners  use 
the  balance. 

The  ore  assays  0.2  to  0.25  oimce  gold  per  ton,  the  concentrates  5  ounces  per  ton 
and  the  tailings  0.062  ounce  gold  per  ton.  One  hundred  tons  of  ore  yield  2J 
to  2i  tons  of  concentrates  and  97^  to  97f  tons  of  tailings.  The  mill  saves  about 
25%  by  amalgamation  and  50%  by  concentration^  and  loses  25%  in  the  tailings. 
Of  the  gold  lost  in  the  tailings  \  is  free  gold  and  \  are  in  the  Bulphurets. 

The  tailings  of  this  mill^  amounting  to  about  150  tons  perr  24  hours,  with 
the  accompanying  water  are  elevated  by  a  centrifugal  pump  13^  feet  to  a  canvas 
plant*'*  similar  to  Mill  78,  having  one  hydraulic  classifier  with  two  spigots,  42 
canvas  tables  each  10  X  12  feet,  a  hydraulic  elevator  for  canvas  table  heads,  and 
a  vanner.  Two  tables  treating  the  spigot  products  of  the  classifier,  have  a  slope 
of  3  inches  per  foot,  and  yield  1^  tons  of  concentrates  per  month.  Thirty-two 
tables  treat  the  overflow  of  the  classifier  and  slope  1\  inches  per  foot.  There 
are  eight  auxiliary  tables  for  use  when  cleaning  the  regular  tables.  The  vanner 
yields  900  pounds  of  concentrates  from  1,000  pounds  of  stuff  fed.  This  mill  has 
recently  discontinued  the  use  of  the  vanner  and  washes  off  more  gangue  on  the 
canvas  tables.  This  gives  more  concentrates  but  of  a  lower  grade.  The  economic 
result,  however,  has  not  been  published. 

§  750.  Mill  No.  76.  Gentle  Annie  Mill,  Placervillb,  California. — 
Capacity  15  to  25  tons  per  24  hours.  The  mill  runs  24  hours  per  day,  7  days 
per  week.  The  ore  consists  of  the  economic  minerals  native  gold  and  auriferous 
pyrites  and  a  gangue  of  quartz  stringers  in  slate.  The  problem  is  to  save  the 
gold.  The  ore  is  brought  in  cars  and  dumped  on  a  gnzzly.  The  oversize  is 
broken  by  hand  sledges  and  with  the  undersize  goes  to  the  mill  bin.  This  delivers^ 
the  ore  by  two  chutes  through  two  Hendy  feeders  to  ten  gravity  stamps  arranged 
in  two  batteries,  using  SO-mesh  screens  and  having  mercury  fed  to  the  mortar. 
The  pulp  from  the  st^ps  passes  over  two  sets  of  amalgamated  plates  and  mer- 
cury traps  each  arrangea  as  follows :  plate  on  splash  board,  plate  on  mortar  lip, 
back  deflector  of  wood,  No.  1  apron  plate.  No.  1  mercury  trap.  No.  2  apron  plate, 
back  deflector  of  wood.  No.  3  apron  plate.  The  pulp  next  passes  over  two  carpet 
tables  to  two  6-foot  Frue  vanners.  The  heads  of  the  vanners  go  to  chlorination 
works  and  the  tailings  are  waste.  The  mill  is  cleaned  up  monthly  yielding 
amalgam  to  be  retorted,  and  concentrates  to  chlorination  works.  The  carpet 
tables  are  cleaned  every  six  hours  and  the  concentrates  obtained  are  treated  in  a 
clean  up  barrel  and  then  go  to  a  catch  hopper  and  over  amalgamated  plates  to  a 
tank  with  a  burlap  filter  in  the  bottom.  The  amalgam  from  the  barrel  and  plates 
is  retorted  and  the  concentrates  caught  in  the  tenk  go  to  chlorination  works. 

Power  is  furnished  by  a  Knight  water  wheel,  4J  feet  diameter,  running  under 
160  feet  head  and  using  50  miner's  inches  of  water  (about  550  gallons  per 
minute). 

Every  ton  of  ore  yields  from  0.15  to  1  ounce  gold,  caught  by  amalgamation,  and 
2  to  2|%  of  concentrates  which  assay  from  2  to  4  ounces  gold  per  ton. 

§  751.  Mill  No.  77.  Hidden  Treasure  Mill,  Blackhawk,  Gilpin 
County,  Colorado. — Capacity  85  tons  in  24  hours.  The  mill  runs  24  hours  per 
day,  7  days  per  week.  This  is  a  custom  mill  treating  ores  from  the  California 
mine  and  other  mines.  The  ore  consists  of  economic  gold  and  silver  bearing 
minerals  of  which  pyrite,  chalcopyrite  and  blendte  predominate,  and  tetrahedrite. 
arsenopyrite,  and  galena  are  present  in  noteworthy  proportions,  and  a  soft  gangue 
of  quartz  and  feldspathic  material,  much  decomposed,  with  small  amounts  of 
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calcite  and  siderite.  The  problem  is  to  save  the  gold  and  silver.  The  ore  is 
brought  in  bottom  dumping  railroad  cars  holding  9  tons  each^  5  to  10  cars  in  a 
train  and  dumped  into  (l )  or  if  the  ore  is  brought  by  4-hor8e  wagons  it  is  shoveled 
into  (1)  from  the  back. 

1.  Fifteen  bins^  each  9  feet  long^  7  feet  wide^  and  10  feet  deep  and  holding 
40  tons.     By  shovel  to  (2),  the  coarse  lumps  being  broken  by  hand  sledges. 

2.  Seventy-five  gravity  stamps  arranged  in  fifteen  batteries,  using  screens  with 
0.43X9.5-inm.  slots  and  having  mercury  fed  to  the  mortar.  Pulp  to  (3) ;  inside 
plates  cleaned  every  two  days  and  yield  amalgam  to  be  retorted ;  mortar  cleaned 
out  when  dies  wear  out,  but  practically  no  amalgam  accumulates  in  the  mortar 
so  that  stuff  is  all  put  back. 

3.  Fifteen  amalgamated  plates.  Pulp  to  (4) ;  amalgam  removed  every  24 
hours,  cleaned  in  a  hand  mortar  and  retorted. 

4.  Fifteen  No.  1  mercury  traps.  Pulp  to  (5) ;  sand  and  amalgam  cleaned 
out  periodically  and  ground  in  a  Bartola  pan  and  the  amalgam  panned  out  by 
hand  and  retorted. 

5.  Fifteen  blanket  tobies  or  strakes.  Heads  rinsed  off  every  two  to  four 
hours  in  a  tank  of  water,  sacked  up  and  shipped  to  smelter;  tailings  to  (6). 

6.  Fifteen  No.  1  Gilpin  County  concentrators,  with  amalgamated  copper 
plates  on  their  surfaces.  Heads  to  smelter;  tailings  to  (7) ;  amalgam  removed 
from  plates  every  two  months  and  retorted. 

7.  Five  No.  2  double  Oilpin  County  concentrators,  having  an  inclined  screen, 
with  0.37-mm.  square  holes,  attoched  to  and  bumping  with  each  table.  Oversize 
of  screen  is  waste;  undersize  to  the  toble;  heads  of  tobies  to  smelter;  tailings 
to  waste. 

The  labor  required  is  11  or  12  men  per  24  hours,  divided  into  two  shifts: 
1  mill  man,  1  assistont,  6  feeders,  2  concentrator  men,  1  or  2  laborers  to  fire 
boilers,  load  concentrates,  ete.  Wages  vary  from  $2.75  to  $5.83  per  day,  the 
feeders  and  concentrator  men  getting  $3  per  day.  Board  coste  $22  per  month, 
wood  $4.50  per  cord  and  coal  $3.25  per  ton. 

Power  is  furnished  by  an  overshot  water  wheel  50  feet  diameter,  5  feet  breast, 
making  two  revolutions  per  minute.  This  is  supplemented  during  the  fall  and 
winter  by  two  steam  engines,  one  for  the  stamps  and  one  for  the  concentrators. 
Steam  is  supplied  from  two  boilers,  16  feet  long,  54  inches  diameter,  with  flues 
3  inches  diameter,  and  running  under  a  steam  pressure  of  60  pounds  per  square 
inch.  Even  when  there  is  practically  no  water,  the  wheel  is  run  to  keep  it  from 
drying  pn  one  side  and  getting  out  of  balance.  It  also  acts  as  a  speed  reg- 
ulator. 

The  ore  is  very  variable,  and  the  following  figures  apply  only  to  that  from 
the  California  mine.  The  average  value  is  about  $10  or  $16  per  ton  in  gold 
and  silver;  the  concentrates  contain  0.5  to  0.6  ounce  gold  per  ton  and  10  to  12% 
silica.  The  tailings  assay  0.03  to  0.10  ounce  gold  and  0.50  to  1.50  ounces  silver 
per  ton.  100  tons  of  ore  yield  10  to  20  tons  of  concentrates  (average  of  a 
year  was  13  tons)  and  80  to  90  tons  of  toilings,  of  which  15  to  20  tons  are 
quartz  and  60  to  70  tons  are  decomposed  feldspathic  material.  90%  of  the  con- 
centrates come  from  No.  1  concentrators  (6).  The  loss  of  mercury  is  0.2  ounce 
per  ton  of  ore. 

In  a  special  run  of  8,064  pounds  of  ore,  assaying  1.85  ounces  gold  and  8.75 
ounces  silver  per  ton,  they  obtoined  24}%  concentrates,  assaying  1.76  ounces 
gold  and  10.34  ounces  silver  per  ton,  and  the  balance  in  toilings  assaying  about 
0.15  ounce  gold  and  3.7  ounces  silver  per  ton.  The  mill  saved  71%  of  the  gold 
and  43%  of  the  silver  by  amalgamation,  and  23%  of  the  gold  and  31%^  of  the 
silver  by  concentration,  and  lost  6%  of  the  gold  and  26%  of  the  silver  in  the 
tailings. 
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Canvas  tables  have  been  tried  in  this  mill,  but  the  amount  of  labor  required  . 
and  the  low  grade  of  the  concentrates  made  them  an  economic  failure.     Since 
the  author's  visit  to  this  mill,  rock  breakers  and  automatic  feeders  have  been 
put  in  and  ten  quick  drop  stamps  have  been  added^  with  plates  and  Gilpin 
County  concentrators,  followed  by  sizing  and  Frue  vanners. 

§  752.  Mill  No.  78.  Gates  Canvas  Plant  of  the  Kennedy  Mining  and 
Milling  Company,  Jackson,  Amador  County,  California. — Capacity  about 
100  tons  per  day.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  mill 
treats  the  tailings  of  Mill  71,  which  are  brought  by  a  launder  and  fed  to  four 
No.  1  hydraulic  classifiers,  each  with  one  spigot,  which  yield  spigot  products  to 
waste  and  overflow  products  distributed  by  twenty-four  laimders  to  twenty-four 
canvas  tables  in  two  rows  of  twelve  each  (see  Fig.  401a).  On  each  side  of 
the  mill  is  a  launder  leading  to  two  spare  canvas  tables,  to  which  the  feed  of  any 
two  tables  in  the  mill  can  be  shunted  while  they  are  being  hosed  off.  The  above 
twenty-six  tables  yield  tailings  which  are  waste  and  heads  which  are  hosed  off 
every  hour  and  go  to  No.  1  whole  current  box  classifier.  The  first  two  feet  of 
this  classifier  yield  a  coarser  product  than  the  remainder.  The  settlings  are 
shoveled  out  and  wheeled  to  the  vazmer,  the  coarse  and  fine  being  treated  sep- 
aratelv,  while  the  overflow  of  the  classifier  goes  to  three  canvas  tables  in  series 
two  of  which  are  always  running  and  the  third  is  spare.  When  the  first  is  being 
hosed  the  second  and  third  are  running;  when  the  second  is  being  hosed  the  first 
and  third  are  running,  and  when  the  &ird  is  hosed  the  first  and  second  are  run- 
ning. These  three  tables  yield  heads  to  No.  2  whole  current  box  classifier  and 
tailings  to  waste.  The  settlings  are  shoveled  from  No.  2  box  classifier  and 
wheeled  to  the  vanner,  while  the  overflow  is  waste.  There  is  one  vahher  in  the 
mill  which  is  of  the  steep  slope  end  shake  type,  4  feet  wide.  It  treate  the  set- 
tlings from  Nos.  1,  2  and  3  whole  current  box  classifiers  each  by  itself  and  yields 
heads  which  are  settled  in  a  little  catch  box  and  go  to  smelter,  and  tailings,  which, 
together  with  the  overflow  of  the  catch  box,  go  to  three  canvas  tables  arranged 
just  like  the  three  tables  treating  the  overflow  of  No.  1  whole  current  classifier. 
These  three  tables  yield  tellings  to  waste  and  heads  hosed  off  te  No.  3  whole 
current  classifier.  The  settlings  in  this  classifier  go  also  to  the  vanner  and  the 
overflow  is  waste. 

The  labor  required  is  three  men  per  24  hours,  two  by  day  and  one  by  night. 
The  vanner  is  run  only  in  the  day  time. 

Power  for  running  the  vanner  is  obteined  from  an  overshot  water  wheel, 
9  feet  diameter,  12  inches  wide,  driven  by  the  tellings  of  the  twenty-six  tables. 

Water  comes  with  tfie  tailings  from  Mill  71,  the  amount  being  12  miner's 
inches  (about  130  gallons  per  minute).  In  addition,  3  inches  are  required  in 
the  hydrAulic  classifiers  and  1  inch  in  hosing  off  the  canvas  tebles. 

The  amount  and  value  per  ton  of  various  materials  in  this  mill  are  as 
follows :  Feed  to  mill,  100  tons  in  24  hours,  worth  $1  per  ton ;  spigots  of  hydraulic 
classifiers,  70  tons  in  24  hours,  worth  $0.57  per  ton;  overflows  of  hydraulic 
classifiers,  30  tons  in  24  hours,  worth  $2  per  ton ;  final  tailings  of  canvas  tables, 
29i,tens  in  24  hours,  worth  $0.34  per  ten;  feed  to  vanner,  about  2  tons  in  24 
hours,  worth  $30  per  ton ;  vanner  heads,  1,000  poimds  in  24  hours^  worth  $100  per 
ton. 

The  mill  saves  about  50%  of  the  gold. 

§  753.  Mill  No.  79.  Canvas  Pi^t  op  the  Esystone  Consolidated  Min- 
ing Company,  Amador  City,  Calipornia. — Capacity  about  119  ions  per  24 
hours.  The  mill  runs  24  hours  per  day*  7  days  per  week.  The  material 
treated  is  the  tailings  of  Mill  72  after  they  have  passed  through  Nos.  6,  7  and  8 
mercury  traps.  The  stuff  is  first  distributed  by  a  rough  form  of  classifier  to 
thirteen^  parallel  rifile  boxes,  the  center  boxes  receiving  coarse  material  and 
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the  end  boxes  fine.  The  heads  caught  by  the  riffles  are  cleaned  out  every  24 
hours  and  go  to  the  first  compartment  of  No.  1  settling  tank;  the  tailings  of 
the  coarse  boxes  are  distributed  by  a  rough  form  of  classifier  to  sixteen  canvas 
tables;  the  tailings  of  the  fine  boxes  are  distributed  by  two  more  rough  classi- 
fiers to  forty-six  canvas  tables  arranged  in  two  rows  of  twenty-three  each,  one 
classifier  feeding  each  row.  The  tailings  of  all  tiie  canvas  tables  run  to  waste; 
the  heads  are  cleaned  off  every  hour  and  go  to  the  second  compartment  of  No.  1 
settling  tank.  This  tank  has  six  compartments^  and  the  first  compartment 
overflows  to  the  second^  the  second  to  the  third  and  so  on;  the  settlings  in  the 
first  compartment  go  to  chlorination  works,  while  the  settlings  in  the  remaining 
compartments  go  to  a  Woodbury  end  shake  vanner,  which  yields  heads  to 
chlorination  works  and  tailings  to  waste. 

The  labor  required  is  two  men  per  24  hours,  divided  into  two  shifts. 

The  stuff  coming  to  the  mill  assays  0.044  ounce  gold  per  ton ;  the  concentrates 
from  the  riffle  boxes  assay  5.15  ounces  gold  per  ton  and  amount  to  7  tons  per 
month.  The  heads  of  the  vanner  assay  5  ounces  gold  per  ton  and  amount  to  10  tons 
per  month.  The  tailings  which  go  to  waste  assay  0.02  ounce  gold  per  ton.  Based 
on  the  above  figures,  the  stuff  coming  to  the  mill  being  119.5  tons  in  24  hours, 
the  tailings  of  the  riffle  boxes  (fed  to  62  canvas  tables)  would  be  119.3  tons  in 
24  hours,  and  the  final  mill  tailings  would  be  118.9  tons  in  24  hours.  This  mill 
alone  saves  about  55%  of  the  gold  by  concentration  and  loses  about  45%  in  the 
tailings.  Mills  72  and  79  taken  together  save  about  83%  of  the  gold  by 
amalgamation  and  16%  by  concentration  and  lose  about  1%  in  the  tailings. 

§  754.  Mill  No.  80.  TJtica-Sticklbs  Canvas  Plant,  Angels  Camp,  Cala- 
veras County,  California. — Capacity  about  410  tons  per  day.  The  mill  runs 
24  hours  per  day,  7  days  per  week.  The  material  treated  is  the  tailings  of 
Mills  73  and  74.  It  comes  in  a  receiving  launder,  which  divides  into  three 
launders.  Each  of  the  three  launders  then  divides  into  two,  making  six  in 
all,  and  three  of  these  supply  the  nearer  side  of  the  mill,  while  the  other  three 
bridge  over  and  supply  the  farther  side.  Each  of  these  six  launders  is  further 
divided  into  five  radiating  launders,  terminating  in  distributing  tanks,  thirty 
in  all.  Each  distributing  tank  has  three  spigots,  and  each  spigot  feeds  one 
canvas  table,  making  ninety  tables  in  all.  The  tables  are  arranged  in  two  banks 
sloping  from  right  and  left  toward  the  three  center  launders,  two  of  which  are 
for  tailings  and  one  (called  No.  1  settling  tank)  is  for  heads.  The  tailings  of 
the  tables  go  to  waste,  while  the  heads  are  removed  every  two  hours  and  caught 
in  No.  1  settling  tank.  This  overflows  to  No.  2  settling  tank,  and  the  overflow 
of  No.  2  settling  tank  goes  to  waste.  The  settlings  in  both  No.  1  and  No.  2  set- 
tling tanks  are  shoveled  out  and  sent  to  the  cyanide  plant.  The  waste  tailings 
of  the  mill  go  to  Mill  81. 

The  labor  required  is  six  men  per  24  hours,  divided  into  two  shifts.  Wages 
are  $1.50  per  day.  The  material  coming  to  the  mill  assays  0.03  ounce  gold 
per  ton.  The  concentrates  from  No.  1  settling  tank  (3,000  pounds  per  24  hours) 
assay  2.25  ounces  gold  per  ton,  and  those  from  No.  2  settling  tank  (238  pounds 
per  24  hours)  assay  3.0  ounces  per  ton.  The  tailings  assay  0.021  ounce  gold 
per  ton.  100  tons  of  material  coming  to  the  mill  yield  0.39  ton  of  concentnites 
and  99.6  tons  of  tailings.    The  mill  saves  about  30%  of  the  Rold. 

This  mill  has  since  been  remodelled  after  the  plan  of  Mill  78. 

(q)    GOLD  MILL  WITH  GRAVITY  STAMPS  AND  CANVAS  TABLES. 

§  755.  A  mill  using  gravity  stamps,  trommel  and  canvas  tables  has  been  used  in 
the  Cripple  Creek  district  of  Colorado.  Each  table  once  an  hour  was  shunted  out, 
flowed  with  clear  water  to  remove  excess  of  quartz,  and  hosed  off  to  save  the  pyrite 
and  telluride  of  gold.    The  coarse  oversize  of  the  trommel  was  sent  back  to  the 
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stamps  when  it  appeared  worth  while.  This  mill  appeals  for  a  place  by  its 
extreme  simplicity  and  its  use  of  apparatus  of  final  resort  as  its  main  means  of 
saving  the  values.  The  saving  is  not  high,  due  to  the  fact  that  the  coairser 
grains  require  different  conditions  on  the  canvas  table  from  the  very  fine  slimes. 

(r)    THB  ARKASTRA, 

§  756.  Mill  81,  which  is  the  only  mill  in  this  group,  is  a  tributer's  mill,  such 
as  occurs  in  a  number  of  districts  in  California,  being  used  to  re-treat  the  tailings 
of  gold  stamp  mills.  The  catch  is  probably  from  gold  particles  included  in  the 
quartz  and  perhaps  also  in  a  little  of  the  flattish  auriferous  pyrite,  which  has 
escaped  the  vanners  and  canvas  tables.  In  some  cases  arrastras  are  used  upon 
the  ore  as  it  comes  from  the  mine. 

§  757.  Mill  No.  81.  Stephen  Lavaonino's  Abrastkas,  Anobls  Camp, 
Califobnla. — Capacity  18  to  20  tons  per  24  hours.  The  mill  runs  24  hours 
per  day,  7  days  per  week.  The  material  treated  is  tailings  from  Mill  80,  which, 
with  added  water  from  Mill  66,  come  down  by  a  ditch  two  miles  to  this  mill. 
The  plant  consists  of  a  system  of  small  settling  tanks  for  stopping  the  material 
by  the  side  of  the  arrastras,  and  four  arrastras.  The  overflows  of  the  settling 
tanks  are  waste.  The  arrastras  (see  §  205)  each  treat  a  charge  of  4^  to  5  tons 
in  24  hours.  A  little  spoonful  of  mercury,  25  pounds  of  lime,  and  one  pound  of 
blue  stone  are  fed  each  day  per  arrastra,  the  total  cost  of  these  chemicals 
being  $0.60.  Every  day  the  finely  ground  charge  is  flushed  out  to  waste  and  a 
new  charge  shoveled  in  from  the  settling  tanks.  About  every  three  months  the 
arrastras  are  cleaned  out  for  the  accumulated  amalgam. 

At  one  clean  up  three  arrastras  yielded  13  pounds  of  amalgam  worth  $76  per 
pound.  Three  strong  men  working  13  or  14  nours  per  day  can  run  four  arras- 
tras. The  arrastras  are  driven  by  water  power.  The  material  coming  to  this 
mill  assays  about  0.02  ounce  gold  per  ton.  In  the  settling  tanks  it  is  probably 
concentrated  up  to  about  0.062  ounce  per  ton.  The  arrastras  save  about  0.03 
to  0.035  ounce  gold  from  each  ton  treated  although  sometimes  it  goes  as  low  as 
0.02  ounce. 

{s)    SILVER  MILLS  WET  OR  DRY. 

§  758.  The  wet  silver  mill  or  Washoe  process  is  in  two  forms.  One  is  called 
the  tank  mill  and  uses  breakers,  gravity  stamps,  settling  tanks,  amalgamating 
pans  for  grinding,  chemical  treatment  and  amalgamation,  settlers  and  agitators. 
The  other  is  called,  from  its  inventor,  the  Boss  continuous  system  of  amalgama- 
tion and  uses  breaker,  gravity  stamps,  pans  for  grinding,  pans  for  chemical  treat- 
ment and  amalgamation,  settlers  and  agitators.  They  both  use  one  or  more  of: 
the  following  chemicals  as  needed,  adding  them  in  the  order  called  for:  mercury, 
the  iron  of  the  pan,  cupric  sulphaj;e  (blue  stone),  sodium  chloride  (common  salt),, 
sulphuric  acid,  soda  ash,  quick  lime  (burnt  lime). 

The  dry  silver  mill  or  Reese  River  process  roasts  the  ore  with  salt  and  then 
amalgamates  in  amalgamating  pans.  It  uses  breaker,  dry  gravity  stamps,  con- 
veyor, roasting  furnace,  cooling  floor,  pans,  settlers  and  agitators.  Mercury  and 
the  iron  of  the  pan  are  the  only  chemicals  used  other  than  tiiose  in  the  roasted  ore,. 

The  two  processes,  on  account  of  the  chemical  reactions  used  in  thepi,  are 
treated  in  the  books  on  metallur^  and*  the  reader  is  referred  for  descriptions  of 
them  to  King,'*  Schnabel,**  Egleston,"  Eissler"  and  Phillips." 

{t)   SILVER  COMBINATION  MILLS  COMBINING  GOLD  MILLS  AND  WET  SILVER  MILL^ 

OR  WASHOE  PROCESS. 

§  759.  This  group  includes  Mills  82,  83  and  84.  The  treatment  takes  out  the 
free  gold  as  amalgam  on  amalgamated  plates,  and  the  rusty  gold  and  sulphides  of 
the  valuable  metds  as  concentrates  of  the  vanners.    The  included  grains  andjfii^ 
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slimed  sulphides  then  yield  silver  and  gold  to  amalgam  in  the  pans  of  the  Washoe 
process.  The  settlers,  agitators,  etc.,  extract  this  amalgam.  The  amount  of 
gold  caught  by  amalgamated  plates  in  Mill  83  would  be  small  and  so  they  are 
not  used,  but  in  Mills  82  and  84  they  are  thought  to  save  enough  to  pay  for  their 
use,  although  even  in  these  two  mills  if  plates  were  not  used  the  gold  would  still 
be  caught,  either  on  the  vanners  or  in  the  amalgamating  pans. 

The  advantages  of  this  process  over  the  wet  and  dry  silver  mill  are  thus  stated 
by  Mr.  Arthur  Buckbee,  based  on  experience  in  the  Tintic  district,  Utah.  Wet 
stamps  crush  one  and  one-half  to  two  times  as  fast  as  dry.  The  dry  silver  mill 
extracts  one-tenth  more  silver  than  the  wet,  but  adds  the  cost  of  roasting.  The 
combiniation  mill  saves  the  lead  which  is  lost  in  the  other  two  processes,  and.  by 
the  concentration  largely  prevents  lead  and  arsenic  from  fouling  the  mercury  and 
interfering  with  the  amalgamation. 

§  760.  Mill  No.  82.  Montana  Mining  Company,  Limited,  Marysville, 
Montana.  Combination  Mill. — Capacity  110  tons  per  24  hours.  The  mill 
runs  24  hours  per  day,  7  days  per  week.  The  description  of  the  ore  has  been 
already  given  under  Mill  68.  The  ore  is  brought  in  cars  holding  one  ton  and 
dumped  upon  (1). 

1.  Two  No.  1  grizzlies  with  IJ-inch  spaces.  Oversize  is  hand  picked  into  rich 
ore  to  smelter  and  residue  to  (2) ;  undersize  to  (3). 

2.  Two  No.  1  Blake  breakers,  9  X  15  inches,  crushing  to  1^  inches.     To  (3). 

3.  From  (1)  and  (2).  Ore  bin  91  feet  long,  14  feet  wide,  and  13  feet  deep 
with  bottom  sloping  45  **  and  holding  500  tons.  By  ten  chutes  and  ten  Hendy 
feeders  to  (4). 

4.  Fifty  gravity  stamps  arranged  in  ten  batteries  using  screens  with  0.52-mm. 
square  holes  and  having  mercury  fed  to  the  mortar.  Pulp  to  (5) ;  at  periodical 
clean  up,  amalgam  to  be  retorted,  scrap  iron  to  waste  and  sulphurets  to  smelter. 

5.  Ten  amalgamated  plates  or  apron  plates.  Pulp  to  (6) ;  amalgam  removed 
daily,  cleaned  into  hand  pan,  strained  and  retorted:. 

6.  Two  launders,  one  for  six  batteries  and  one  for  four  batteries,  provided  with 
Howland  riflBes.  Pulp  by  two  bucket  elevators  and  distributing  launders  to  (7) ; 
heavy  sand  and  amalgam  removed  every  three  days  to  (13). 

7.  Twenty  4-foot  Frue  vanners  with  amalgamated  plates  on  their  distributors- 
Heads  to  smelter;  tailings  to  (8) ;  amalgam  removed  from  plates  weekly  and  re- 
torted. 

8.  Eighty  settling  tanks  arranged  in  two  sets  of  forty  each,  one  set  for  twelve 
vanners,  and  one  set  for  eight  vanners.  Bach  set  consists  of  eleven  No.  1  tanks 
in  series  followed  by  twenty-eight  No.  2  tanks  in  series  and  one  No.  3  tank. 
Settlings  in  No.  1  and  No.  2  timks  are  shoveled  out,  wheeled  to  a  feeding  floor, 
and  thence  to  (9) ;  settlings  in  No.  3  tanks  flushed  out  to  (9)  ;  a  portion  of  the 
water  in  No.  3  tank  is  pumped  back  to  the  stamp  mortars  (4)  ;  overflow  of  No.  3 
tanks  to  waste. 

9.  From  (8),  (11)  and  (12).  Twenty-four  amalgamating  pans,  5-foot  com- 
bination pans,  using  mercury  and  chemicals.  The  charge  is  one  ton  per  pan 
and  the  time  of  treatment  of  a  charge  is  four  hours,  one-half  the  pans  being  dis- 
charged every  two  hours  to  (10) ;  heavy  sand  cleaned  out  occasionally  to  (13). 

10.  Twelve  settlers.  Time  of  treatment  of  a  charge  is  two  hours.  Amalgam  to 
(14);  pulp  to  (11). 

11.  Five  agitators.  Heavy  sand  cleaned  out  every  twelve  hours  to  (9)  ;  over- 
flow continuously  to  (12). 

12.  One  wheel  agitator.  Heavy  sand  cleaned  out  periodically  to  (9) ;  light 
sand  and  water  to  waste. 

13.  From  (6)  and  (9).  A  clean  up  pan.  Amalgam  to  (14)  ;  sulphurets  to 
smelter. 
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14.  From  (10)  and  (13).  Four  amalgam  strainers  and  safes.  Amalgam  by 
car  to  retort  to  be  retorted  and  melted ;  mercury  used  over  in  the  mill. 

The  labor  required  in  this  mill  is  39  men  per  24  hours :  2  foremen,  2  engineers, 
3  firemen,  3  breaker  men,  5  battery  men,  2  plate  men,  4  vanner  men,  4  pan  men,  2 
pan  helpers,  10  tank  men  and  2  agitator  men.  The  breaker  men,  battery  men  and 
firemen  work  8-hour  shifts  and  the  rest  of  the  men  work  12-hour  shifts.  Wages 
vary  from  $3  per  d^y  for  a  laborer  to  $4  or  $4.50  for  a  mechanic.  Board  costs 
$1  per  day  and  wood  is  $3.80  per  cord.  Power  is  furnished  by  a  poppet  valve 
high  pressure  engine  which  gives  200  indicated  horse  power.  The  boilers  require 
ten  cords  of  wood  per  24  hours. 

The  water  required  is  175.4  gallons  per  minute  divided  as  follows:  boilers,  11 
gallons ;  30  side  pans  for  live  steam,  2.4  gallons ;  20  side  pans  for  live  steam,  2 
gallons ;  stamps,  100  gallons ;  vanners,  20  gallons ;  settlers,  40  gallons. 

The  ore  assays  from  0.25  to  0.50  ounce  gold  and  10  to  15  ounces  silver  per  ton ; 
the  smelting  ore  picked  out  by  hand  at  the  grizzly  (from  0  to  10  tons  per  mjonth) 
assays  2.5  to  8.3  ounces  gold  and  77  to  258  ounces  silver  per  ton ;  the  vanner  con- 
centrates assay  8.3  ounces  gold  and  258  ounces  silver  per  ton ;  the  tailings  assay 
0.075  ounce  gold  and  4  to  5  ounces  silver  per  ton.  The  bullion  from  the  plates  is 
600  to  600  fine  in  gold  and  400  to  500  fine  in  silver ;  that  from  the  settlers  is  15 
fine  in  gold  and  750  fine  in  silver.  One  hundred  tons  of  ore  yield  from  f  to  1 
ton  of  concentrates  and  about  99  tons  of  tailings ;  and  also  55  to  73  ounces  of  bul- 
lion from  the  apron  plates,  4  to  5  ounces  from  the  plates  on  the  vanners  and  600 
ounces  from  the  settlers.  Of  the  gold  60%  is  saved  by  the  amalgamated  plates, 
16%  by  the  amalgamating  pans  and  13%  by  the  vanners,  and  12%  is  lost  in  the 
tailings.  Of  the  silver  2%  is  saved  by  the  plates,  38%  by  the  pans  and  22%  by 
the  vanners,  and  37%  is  lost  in  the  tailings.  The  loss  of  mercury  is  about  \ 
pound  per  ton  of  ore. 

The  waate  tailings  of  this  mill  are  now  caught  in  settling  ponds  and  cyanided 
(e^etodof  Mill68). 

Thi«  mHT  was  originally  designed  as  a  dry  crushing  silver  mill  using  the  Reese 
River  proeess.  Before  completion  it  was  found  that  the  Washoe  process  of  wet 
stamping  was  more  suitable,  and  the  plates  and  settling  tanks  were  installed  in  a 
cramped  spac^  betweei?  the  stamps  and  the  pans,  and  ttie  tank  accommodation  is 
therefore  entirely  inadequate.  Later  it  was  found  that  the  combination  process 
was  the  best  process  but  as  there  was  no  room  for  vanners  in  their  proper  position 
between  the  plates  and  the  settli-ng  tanks,  they  had  to  be  placed  elsewhere,  some 
on  the  old  drying  fioor  back  of  the  stamps  and  some  in  an  additional  building  out- 
aide,  and  it  was  necessary  to  install  elevators  to  lift  the  pulp  from  the  plates  to 
the  vanners.  This  arrangement  complicates  the  whole  mill,  necessitates  the 
employment  of  additibnal  men,  and  adds  considerably  to  the  expense. 

§761.  Mill  No.  83.  Euhbka  Hill  Mining  Company,  Eureka,  Tintio 
District,  Utah. — ^Capacity  120  tons  per  24  hours.  The  mill  runs  24  hours  per 
dav,  7  days  per  week.  The  ore  is  oxidized  ore  and  consists  of  the  economic  min- 
erals native  silver,  cerargyrite,  galena,  cerrusite,  anglesite,  malachite,  azurite, 
chrysocolla,  and  arsenite  and  arseniate  of  copper,  and  a  gangue  of  quartz,  calcite, 
sidierite,  and  rhodocrosite.  The  problem  is  to  save  the  gold  and  silver  and  to 
remove  arsenic  and  manganese  previous  to  amalgamation  since  the  former  sickens 
th6  mercury  and  the  latter  neutralizes  the  effect  of  the  chemicals  in  the  amal- 
gainating  pans.  The  ore  is  divided  into  two  classes:  (a)  rich  ore  which  goes  to 
the  smelter,  and  (6)  concentrating  ore  which  is  brought  in  cars,  holding  one  ton, 
up;  the  side  of  the  hill  by  an  inclined  hoist  700  feet  long,  with  22''  slope,  and 
dumped  into  two  hoppers,  each  10  X  7  feet,  and  3  feet^  deep.  These  hoppprs 
deliver  to  two  Comet  breakers,  size  D,  crushing  to  1  or  1|  inches,  and  the  crushed 
ore  goes  to  two  mill  bins,  each  46  feet  long,  18  feet  wide  and  18  feet  deep  in  front. 
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with  bottom  sloping  46°.  The  ore  is  discharged  through  twelve  gates  and  chutes 
to  twelve  Hendy  feeders  and  thence  to  sixty  gravity  stamps  arranged  in  twelve 
batteries^  using  screens  with  0.42-mm.  square  holes  and  having  no  mercury  fed  to 
the  mortars.  The  pulp  from  forty  stamps  goes  to  eight  No.  1  6-foot  Frue  vanners 
and  that  from  the  other  twenty  stamps  is  evenly  distributed  among  sixteen  No. 
2  6-foot  Frue  vanners.  The  heads  of  both  No.  1  and  No.  2  vanners  are  shipped 
to  smelter ;  the  tailings  of  No.  1  vanners  are  evenly  distributed  among  ttie  sixteen 
No.  2  vanners,  and  the  tailings  of  No.  2  vanners  go  to  sixty-nine  settling  tanks. 
The  overflow  water  of  these  tanky  is  pumped  back  to  be  used  over  again  in  the 
stamps  and  on  the  vanneis;  l!be  settlings  are  either  shoveled  or  flushed  out  to 
twenty-four  amalgamating  pans,  5-foot  combination  pans^  using  mercury  and 
chemicals.  The  charge  of  sand  is  IJ  tons  per  pan  and  the  time  of  treatment  is 
eight  hoTurs.  Half  of  the  pans  are  discharged  every  four  hours  to  the  settlers. 
The  pans  are  cleaned  out  twice  a  month  yielding  amalgam  to  a  clean  up  pan. 
There  are  twelve  settlers  and  the  time  of  treatment  in  each  is  four  hours.  They 
yield  amalgam  to  strainers  and  pulp  to  four  agitators  which  in  turn  yield  a  little 
amalgam  to  the  strainers  when  the  settlers  are  not  working  perfectly.  The  sand 
and  water  overflow  continuously  from  the  agitators  to  the  pond  from  which  the 
water  is  pumped  back  to  a  tank  to  be  used  over  again  in  the  settlers.  There  are 
two  clean  up  pans  in  the  mill  which  treat  the  amalgam  cleaned  out  from  the 
amalgamating  pans  and  thev  yield  amalgam  to  the  strainers  and  pulp  which  goes 
to  the  above  mentioned  settlers.  There  are  six  strainers  and  safes  to  receive  the 
amalgam  from  the  settlers,  agitators  and  clean  up  pans.  They  yield  hard  amal- 
gam to  be  retorted  and  melted  and  mercury  to  be  cleaned  and  used  over  in  the  mill. 
The  melted  bullion  is  shipped  to  a  lead  refinery. 

The  mill  employs  33  men  per  24  hours:  1  superintendent,  2  foremen,  2  en- 
gineers, 2  firemen,  2  breaker  men,  3  battery  men,  3  vanner  men,  3  pan  men,  and 
15.  Others.  Wages  vary  from  $2  or  $2.50  per  day  for  laborers  to  $2.50  or  $3.50 
per  day  for  mechanics.    Board  costs  $22.50  per  month,  and  coal  is  $3  per  tbn. 

The  power  is  supplied  by  a  Fraser  &  Chalmers  compound  Corliss  engine  v^ith  a 
receiver  but  no  condenser,  with  high  pressure  cylinder  20  X  48  inches,  cuttii^ig  off 
at  i  stroke,  and  low  pressure  cylinder  32  X  48  inches.  Steam  at  125  pounds 
pressure  per  square  inch  is  generated  by  six  fire  tube  steel  boilers,  54  inches  diam- 
eter, 16  feet  long,  with  44  tubes  3^  inches  diameter.  The  mill  burns  llj  tons  of 
coal  per  24  hours. 

Water  is  pumped  from  Homansville,  3  miles  distant,  with  an  expenditure  of 
two  tons  of  coal  per  day,  through  a  6-iinch  pipe  and  up  400  feet  to  a  store  tank 
with  a  capacity  of  600,000  gallons,  placed  at  the  top  of  the  mill.  The  mill 
requires  about  60,000  gallons  of  fresh  water  per  24  hours  for  the  entire  work,  in 
addition  to  what  is  obtained  by  repumping  from  the  settling  tanks  and  the  set- 
tling pond.  Of  the  total  fresh  water  delivered  to  the  mill,  28%  is  used  for 
making  steam  and  72%  is  used  in  actual  milling. 

The  ore  assays  0.10  to  0.25  ounce  gold  and  17  ounces  silver  per  ton.  A  chem- 
ical analysis  showed  it  to  also  contain:  silica  (SiOj)  75%,  copper  1%,  lead  2%, 
antimony  (Sb)  0.5%,  arsenic  (As)  6.5%,  aluminum  (Al)  2%,  manganese 
^Mn)  19J&,  iron  (Fe)  1%,  lime  (CaO)|  7.8%,  sulphur  (S)  2%,  carbon  dioxide 
(CO2)  6.i^%.  A  set  of  assays  of  samples  all  taken  on  the  same  day  gave  the  fol- 
lowing: pulp  from  the  stamps  contained  0.08  ounce  gold  and  20.5  ounces  silver  per 
ton,  1"%  lead  and  1%  copper;  the  heads  of  No.  1  vanners  contained  0.29  ounce 
gold  and  82.4  pfunces  silver  per  ton,  33%  lead  and  3%  copper;  the  tailings  of  No. 
2  vanners  contained  12.5  ounces  silver  per  ton  and  0.5%  copper;  the  pulp  leaving 
the  settlers  contained  5.1  ounces  silver  per  ton.  One  hundred  tons  of  ore  yield  10 
tons  of  concentrates  and  90  tons  of  tailings.  The  mill  saves  about  40%  of  the 
silver  by  concentration  and  40%  by  amalgamation  and  loses  20%  in  the  tailings. 
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In  this  mill  as  well  as  in  the  next  one/ notice  that  the  tailings  of  one  set  of 
Frue  vanners  are  further  treated  on  a  second  set.  This  mill  haa  recently  been 
enlarged  so  that  it  contains  100  stamps,  50  Frue  vanners,  32  amalgamating  pans, 
and  16  settlers. 

§  762.  Mill  No.  84.  Mammoth  Minikg  Company,  Mammoth,  Tintic  Dis- 
trict, Utah. — Figs.  522a  an^  51^2^  shay^is  mill  when  twenty  stamps  had  been 
installed. — Capacity  100  tons  pef  24  fours'.  The  mill  runs  24  hours  per  day,  7 
days  per  week.  The  ore  is  q^difecl  and  cQnsists  of  the  economic  minerals  native 
silver,  cerarg3rrite,  argentite,  argen^ferous'barite,  malachite,  and  arsenite  and 
arseniate  of  copper,  and  a  gangue  of  quartz  and  calcite.  The  problem  is  to  save 
the  silver  and  the  accompanying  gold  and  incidentally  the  lead  and  copper.  Some 
rich  ore  is  shipped  direct  to  the  smelter.  The  concentrating  ore  is  brought  one 
mile  in  bottom  discharge  wagons  and  dumped  through  a  hatchway  upon  a  grizzly 
with  1^-inch  spaces.  The  undersize  goes  direct  to  the  No.  2  or  stamp  bins  while 
the  oversize  goes  to  No.  1  bin  which  is  20  feet  long,  14  feet  wide,  and  12  feet  deep 
on  the  front  side,  with  bottom  sloping  40°,  and  holding  80  tons.  This  discharges 
by  rack  and  pinion  gate  to  No.  1  breaker,  a  Comet,  size  D,  crushing  to  3  inches,  the 
product  of  which  goes  to  a  trommel  with  1-inch  round  boles.  The  undersize  of 
this  passes  direct  to  No.  2  bins;  the  oversize  passes  through  two  No.  2  Blake 
breakers,  9  X  15  inches,  crushing  to  1^  inches,  and  thence  by  two  horizontal  rubber 
belt  conveyors  to  the  No.  2  bins,  the  stuflf  being  delivered  to  any  desired  part  by 
means  of  an  oblique  scraper.  There  are  two  of  the  No.  2  or  stamp  bins,  each 
29i  feet  long,  18  feet  deep  in  front  and  14  feet  wide,  with  bottom  sloping  40**. 
They  deliver  the  ore  by  gates  and  chutes  through  eight  Hendy  feeders  to  forty 
gravity  stamps  arranged  in  eight  batteries,  using  screens  with  0.41-mm.  square 
holes  and  having  no  mercury  fed  to  the  mortar.  The  mortars  are  cleaned  out 
monthly  to  remove  scraps  of  iron  which  go  to  waste.  The  pulp  issuing  from  the 
mortars  passes  over  eight  sets  of  amalgamated  plates  and  mercury  traps  each 
arranged  as  follows :  a  transverse  distributing  trough,  an  apron  plate,  No.  1  mer- 
cury trap.  Amalgam  is  removed  daily  from  the  plates  and  is  retorted.  The  mer- 
cury traps  are  cleaned  out  periodically  and  the  heavy  sand  and  amalgam  sent  .to 
a  clean  up  pan.  The  pulp  after  passing  over  the  mercury  trap  runs  to  eight  No. 
1  6-foot  Frue  vanners  the  heads  of  which  go  to  smelter  and  the  tailings  go  to  six- 
teen No.  2  6-foot  Frue  vanners.  The  heads  of  these  also  go  to  smelter  and  the 
tailings  go  to  thirty  settling  tanks.  There  is  one  spare  7-belt  Woodbury  vanner 
which  may  be  used  as  a  No.  1  vanner.  The  launders  are  also  arranged  so  that  if 
a  No.  1  vanner  is  out  of  order  the  pulp  can  go  to  the  corresponding  two  No.  2 
vanners.  The  thirty  settling  taoiks  are  arranged  in  series  and  the  settlings  are 
dumped  through  the  bottom  into  amalgamating  pans  while  the  overflow  is  lifted 
by  a  plunger  pump  back  to  be  used  over  again  in  the  stamps.  There  are  twenty 
amalgamating  pans,  5-foot  combination  pans,  using  mercury  and  chemicals. 
The  charge  of  ore  is  1 J  tons  and  the  tiine  of  treatment  is  six  hours,  one-half  the 
pans  being  discharged  every  three  hours  to  the  settlers.  The  pans  are  cleaned  out 
once  a  month  and  the  heavy  sand  and  amalgam  sent  to  the  clean  up  pans.  There 
are  ten  settlers  which  treat  a  charge  in  three  hours  and  yield  amalgam  to  strainers 
and  pulp  to  two  agitators.  A  small  amount  of  amalgam  is  obtained  from  these 
agitators  and  goes  to  the  strainers ;  the  sand  and  water  overflow  continuously  from 
the  agitators  and  run  to  a  settling  pond  from  which  the  water  is  pumped  back  to 
be  used  over  again  in  the  pans  and  settlers.  These  tailings  from  the  agitators 
have  been  run  over  blanket  tables.  One  strainer  and  amalgam  safe  receives  the 
amalgam  from  the  settlers  and  agitators,  and  yields  hard  amalgam  to  be  retorted 
and  quicksilver  to  be  used  over  in  the  mill.  The  clean  up  pan  which  treats  stuflf 
from  the  mercury  traps  and  amalgamating  pans  grinds  a  charge  in  two  hours  and 
discharges  it  to  the  settlers. 
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The  labor  required  is  31  men  per  24  hours:  2  engineers^  2  firemen,  1  breaker 
man,  3  battery  men,  5  vanner  men,  2  pan  men,  and  16  others.  Wages  vary  from 
$2  or  $2.50  per  day  for  laborers  to  $3  or  $4  for  mechanics.  Board  costs  $25  per 
month.     Coal  costs  $2.75  per  ton  and  wood  $1.60  per  cord. 

Water  is  pumped  18  miles  and  up  400  feet  through  an  8-inch  cast  iron  pipe 
by  a  Tappan  pump  requiring  an  expenditure  of  two  cords  of  wood  per  24  hours. 
The  amount  is  70,000  gallons  in  24  hours,  and  in  addition  30,000  gallons  are 
repumped  from  the  settling  tanks  and  settling  pond,  making  the  total  amount 
of  water  used  by  the  mill  100,000  gallons  per  24  hours.  Of  this  amount  nearly 
58,000  gallons  are  used  by  the  stamps. 

Power  is  furnished  by  a  Fraser  &  Chalmers  compound  Corliss  engine  rated  at 
280  horse  power.  The  low  pressure  cylinder  has  not  been  added  and  it  actually 
indicates  212  horse  power.  There  are  four  fire  tube  boilers,  16  feet  long,  56 
inches  diameter,  with  50  tubes  3^  inches  in  diameter,  running  under  a  steam 
pressure  of  125  pounds  per  square  inch.  Only  three  are  run  at  a  time  and  they 
bum  eight  tons  of  coal  per  24  hours. 

The  shipping  ore  assays  2  to  5  ounces  gold  and  10  to  200  ounces  silver  per  ton, 
and  20  to  60%  lead.  The  concentrating  ore  assays  0.25  to  0.60  ounce  gold  and 
6  to  12  ounces  silver  per  ton.  The  concentrates  assay  1.5  to  2.5  oimces  gold,  and 
25  to  50  ounces  silver  per  ton,  and  5  to  7%  lead.  The  tailings  assay  0.082  to 
0.125  ounce  gold  and  2  to  4  ounces  silver  per  ton.  The  bullion  is  50  to  500  fine 
in  gold  and  400  to  850  fine  in  silver.  One  hundred  tons  of  concentrating  ore  yield 
4  to  8  tons  of  concentrates  from  No.  1  vanners,  2  to  4  tons  from  No.  2  vanners  and 
88  to  94  tons  of  tailings.  In  addition  there  are  from  2  to  20  tons  of  shipping 
ore  for  every  100  tons  of  concentrating  ore.  The  amount  of  bullion  ranges  from 
10,000  to  12,000  ounces  per  month.  Of  the  gold  2J^%  is  saved  on  the  amal- 
gamated plates,  28%  in  the  vanner  concentrates,  and  32%  in  the  amalgamating 
pans,  and  18%  is  lost  in  the  tailings.  The  corresponding  figures  for  silver  are 
.3%,  32%,  35%  and  30%  respectively.  Of  the  lead  and  copper  85%  is  saved  in 
the  vanner  concentrates  and  15%  is  lost  in  the  tailings. 

This  mill  has  been  increased  to  60  stamps  and  36  vanners  and  other  machinery 
to  (correspond.  The  use  of  graded  crushing  in<  this  mill  by  two  sets  of  rock 
breakers  with  a  trommel  between  is  rather  unusual.  The  advantage  probably  is 
that  hand  sledging  of  the  large  lumps  is  not  necessary. 

{u)    GOLD  COMBINATION  MILLS  COMBINING  COMPLEX  JIGGING  MILLS  AND  GOLD 

MILLS. 

§  763.  This  group  includes  Mills  85  to  88  inclusive.  They  use  breaker,  rolls, 
screens,  classifiers,  jigs  and  tables  in  the  first  part,  and  gravity  stamps,  amal- 
gamated plates,  and  vanners  or  tables  in  the  last  part.  The  last  part  treats  the  jig 
tailings  from  tiie  first  part  Mill  85  uses  Gilpin  County  concentrators  in  boih 
parts.  Mill  86  uses  Gilpin  County  concentrator,  vanner  and  slime  table  in  the 
first  part,  Huntington  mill  to  replace  stamps  and  Gilpin  County  concentrators  in 
the  second  part.  Mill  87  uses  vanners  in  the  second  part,  and  MMl  88  has  Gilpin 
County  concentrators  and  a  vanner  in  the  second  part. 

Besides  the  mills  described  in  this  class  the  Silver  Lake  Mill  of  Silverton, 
Colorado,  is  also  a  leading  mill  of  the  kind.  This  class  of  mills  is  suited  to  ores 
which  carry,  in  addition  to  free  gold,  a  considerable  percentage  of  concentrates  in 
fairly  coarse  crystallization. 

Mill  86  is  representative  of  the  system  of  coarse  crushing  and  concentration 
followed  by  amalgamation  on  Gilpin  County  ore  in  comparison  with  the  system  of 
fine  stamping  and  amalgamation  followed  by  concentration  which  is  represented 
by  Mill  77.     Much  discussion  has  occurred  over  the  relative  merits  of  the  two 
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systems.  The  best  opinion  seems  to  be  that  each  has  a  sphere  of  its  own  depending 
on  the  nature  of  the  ore,  the  percentage  of  sulphides  in  the  ore,  and  the  ruling 
smelting  charges. 

The  Gilpin  County  ores  as  a  rule  have  the  pyrite  in  quite  coarse  crystallization 
and  the  gold  is  contained  in  the  pyrite  so  that  one  would  naturally  consider  it  a 
concentrating  ore.  When  this  district  was  developed,  however,  there  was  no 
mai  ket  for  low  grade  concentrates  and  consequently  fine  crushing  and  amalgama- 
tion was  the  only  system  that  could  be  used.  Later  when  coneentrates  could  be 
sold  concentrators  were  put  into  the  mills  and  thus  originated  the  scheme  illus- 
trated by  Mill  77.  This  system  is  of  low  cost  and  where  the  percentage  of  sul- 
phides is  not  so  high  as  to  cause  a  considerable  loss  by  sliming  it  gives  a  fairly 
good  extraction  so  that  the  net  return  per  ton  of  ore  is  greater  than  with  any  other 
process.  An  illustration  of  how  the  loss  increases  as  the  percentage  of  sulphides 
increases  is  given  by  Argall,**  who  states  that  a  lot  of  ore  containing  95%  pyrite 
and  assaying  1.06  ounces  gold  and  1.74  ounces  silver  per  ton,  was  put  through  a 
mill  similar  to  Mill  77  and  50%  of  the  pyrite  was  lost  in  the  tailings  as  slime 
and  this  contained  25%  of  the  gold  and  49%  of  the  silver.  Amalgamation 
saved  35%  of  the  gold  and  6%  of  the  silver  and  concentration 
saved  40%  of  the  gold  and  45%  of  the  silver.  The  process  illustrated  by  Mill 
86  is  more  costly  but  it  does  not  produ-ce  so  many  slimes  and  the  total  saving  is 
higher  than  in  Mill  77  especially  where  the  ores  have  a  high  percentage  of  sul- 
phides (over  15%)  or  where  the  ore  is  refractory  to  amalgamation,  particularly 
ores  containing  tetrahedrite. 

Two  other  arguments  are  used.  The  first  is  that  it  is  of  no  benefit  to  use 
amalgamation  previous  to  concentration,  for  the  gold  would  all  be  saved  by  con- 
centration alone.  This  is  not  always  true  however,  as  is  shown  by  the  following 
instance*'*  from  another  district.  At  Mount  Shasta,  California,  a  gold  ore  con- 
taining its  value  in  sulphides  of  iron,  zinc,  copper  and  lead  was  crushed  in  a  Tustin 
mill  to  40  mesh  and  concentrated,  resulting  in  a  saving  of  90  to  94%  of  the  gold. 
An  amalgamated'  plate  was  then  placed  between  the  Tustin  mill  and  the  con- 
centrator and  saved  a  lot  of  free  gold  bringing  up  the  total  saving  to  95  or  96%. 
The  second  argument  is  that  the  net  saving  to  the  miner  is  greater  if  he  stamps  &ie 
and  saves  all  he  can  in  amalgam  and  that  the  net  loss  to  him  due  to  loss  in  fine 
slimes  is  less  than  if  he  saved  a  larger  percentage  of  the  gold  in  concentrates  which 
were  greater  in  amount  and  then  had  to  pay  out  all  he  had  gained  and  perhaps 
more  in  paying  freight  and  smelting  charges. 

Tt  seems,  then,  to  be  a  question  entirely  of  the  ledger  to  determine  whether 
the  percentage  of  sulphides  and  other  conditions  are  such  that  the  greater  extrac- 
tion of  the  coarse  crushing,  concentrating,  and  amalgamating  scheme  of  Mill  86 
will  or  will  not  pay  for  its  increased  cost  over  the  fine  stamping,  amalgamating 
and  concentrating  scheme  of  Mill  77. 

§  764.  Mill  No.  86.  Newton  Jigging  Mill,  Idaho  Springs,  Colorado. — 
The  description  of  the  ore  has  been  already  given  under  Mill  70.  The  ore  is 
brought  in  two-horse  wagons  and  shoveled  to  (1). 

1.  A  bin  50  feet  long,  12  feet  wide,  and  8  feet  deep.  By  shovel  or  wheelbarrow 
to  (2)r 

2.  One  Blake  breaker,  7X9  inches,  crushing  to  1^  inches.     To  (3). 

3.  Prom  (2)  and  (6).     One  No.  1  bucket  elevator.     To  (4). 

4.  One  No.  1  trommel  with  4-mesh  square  holes.  Oversize  to  (5)  ;  undersize 
to  (6). 

5.  One  pair  of  No.  1  rolls,  20  X  16  inches.     To  (3). 

6.  Prom  (4).  One  No.  2  trommel  with  8-me8h  square  holes.  Oversize  to 
(10)  ;  undersize  to  (7). 
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7.  One  No.  3  trommel  with  12-meah  square  holes.  OFersiae  to  (11) ;  under- 
size  to  (8). 

8.  One  No.  1  hydraulic  classifier  with  one  spigot  Spigot  to  (12) ;  oYerflow  to 
(9). 

9.  One  No.  1  surface  current  box  classifier  with  one  spigot  Spigot  to  (13) ; 
overflow  to  (22). 

10.  From  (6).  Two  No.  1  jigs.  2-sieye  Harz  jigs.  Skimmings  and  hutches 
to  (21)  ;  taUings  to  (14). 

11.  From  (7).  One  No.  2  jig.  3-sieye  Harz  jig.  Hutches  to  (21)  ;  tailings 
to  (14). 

12.  From  (8).     One  No.  3  jig.      3-sieve  Harz  jig.    Products  like  (11). 

13.  From  (9).  One  No.  1  double  Gilpin  County  concentrator.  Heads  to 
(21)  ;  tailings  to  (22). 

14.  From  (10),  (11)  and  (12).  One  No.  1  unwatering  box  with  one  spigot 
Spigot  to  (15)  ;  overflow  to  (22). 

15.  Ten  gravity  stamps  arranged  in  two  batteries  and  having  mercury  fed  to 
the  mortars.    Pulp  to  (16) ;  mortars  cleaned  out  fortnightly  for  amalgam. 

16.  Two  amalgamated  plates.  Pulp  from  one  plate  to  (17) ;  pulp  from  the 
other  plate  to  (19) ;  amalgam  removed  periodically  and  retorted. 

17.  One  No.  1  mercury  trap.  Pulp  to  (18)  ;  heavy  sand  and  amalgam  removed 
periodically  and  the  amalgam  panned  out  and  retorted. 

18.  One  No.  2  double  Gilpin  County  concentrator.  Heads  to  (21) ;  tailings 
to  (22). 

19.  From  (16).  One  No.  2  hydraulic  classifier  with  two  spigots.  Each  spigot 
to  one  half  of  (20) ;  overflow  to  (22). 

20.  One  No.  3  double  Gilpin  County  concentrator.  Heads  to  (21) ;  tailings 
to  (22). 

21.  From  (10),  (11),  (12),  (13),  (18),  (20).  The  concentrates  are  caught 
in  boxes,  loaded  in  bulk  into  railroad  cars  and  shipped  to  smelter. 

22.  From  (9),  (13),  (14),  (18),  (19),  (20).     Tailings  launder  to  waste. 

§  765.  Mill  No.  86.  Eocky  Mountain  Mill,  Blackhawk,  Gilpin  County, 
Colorado. — Capacity  75  tons  in  24  hours.  The  mill  runs  24  hours  per  day, 
6  days  per  week.  The  ore  consists  of  the  gold  and  silver  bearing  economic  min- 
erals pyrite,  chalcopyrite,  blende  and  galena,  and  a  gangue  of  quartz  and  disinte- 
grated granite.  The  problem  is  to  save  the  gold  and  silver.  The  ore  is  brought 
in  cars  holding  10  tons,  10  cars  to  a  train,  or  by  4-hor8e  wagons,  weighed  and 
dumped  into  (1). 

1.  Six  receiving  bins,  each  holding  20  tons.     By  shovel  to  (2) . 

2.  One  No.  1  Blake  breaker,  7  X  10  inches,  crushing  to  1  inch.     To  (3). 

3.  One  pair  of  No.  1  rolls,  30  X  14  inches,  set  \  inch  apart.     To  (4). 

4.  From  (3)  and  (6).     One  No.  1  bucket  elevator,  to  (5). 

5.  One  No.  1  trommel  with  9-mm.  round  holes.  Oversize  to  (6) ;  undersize 
to  (7). 

6.  One  pair  of  No.  2  rolls,  30  X  14  inches,  set  close  together.    To  (4). 

7.  From  (5).  A  Collins  sampler.  Sample  (about  1%  of  total)  is  sampled 
down  further  by  the  assayer;  remainder  to  (8). 

8.  One  No.  2  trommel  with  e^-mm.  round  holes.  Oversize  to  (14) ;  under- 
size to  (9). 

9.  One  No.  3  trommel  with  3-mm.  round  holes.  Oversize  to  (16) ;  undersize 
to  (10). 

10.  One  No.  4  trommel  with  IJ-mm.  round  holes.  Oversize  to  (18) ;  imder- 
size  to  (11). 

11.  One  No.  1  hydraulic  classifier  with  one  spigot.  Spigot  to  (21)  ;  overflow 
to  (12). 
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12.  One  No.  2  hydraulic  classifier  with  one  spigot.  Spigot  to  (23) ;  overflow 
to  (13). 

13.  One  No.  1  unwatering  box.     Spigot  to  (24) ;  overflow  (if  any)  to  (38). 

14.  From  (8).  One  No.  1  jig.  3-sieve  Harz  jig.  1st  and  2d  discharges  prob- 
ably to  (39) ;  3d  probably  to  (20) ;  1st  and  2d  hutches  to  (39) ;  3d:  to  (20) ;  tail- 
ings to  (15). 

15.  No.  1  unwatering  sieve  of  10-mesh  wire  cloth.  Oversize  to  (25) ;  under- 
size  (water)  to  (38). 

16.  From  (9).  Two  No.  2  jigs.  3-sieve  Harz  jigs.  1st  and  2d  discharges 
probably  to  (39) ;  3d  probably  to  (20) ;  Ist  and  2d  hutches  to  (39) ;  3d  to  (20) ; 
tailings  to  (17). 

17.  No.  2  unwatering  sieve  of  16-mesh  wire  cloth.  Oversize  to  (25)  ;  under- 
size  (water)  to  (38). 

18.  From  (10).  Two  No.  3  jigs.  3-sieve  Harz  jigs.  1st  and  2d  hutches  to 
(39) ;  3d  to  (20) ;  tailings  to  (19). 

19.  No.  3  unwatering  deve.     Oversize  to  (25) ;  undersize  (water)  to  (38). 

20.  From  (14),  (16),  (18),  (28).  A  cleaning  jig  run  intermittently  on  the 
different  materials.     Concentrates  to  (39)  ;  tailings  to  (25) . 

21.  From  (11).  One  No.  1  double  Gilpin  County  concentrator.  Heads  tQ 
(39);  tailings  to  (22). 

22.  One  No.  2  double  Gilpin  County  concentrator  having  an  inclined  40-me8h 
screen  attached  to  and  bumping  with  the  table.  Oversize  of  screen  to  (25)  ; 
undersize  to  the  table;  heads  of  table  to  (39)  ;  tailings  to  (40).  ' 

23.  From  ( 12 ) .     One  4-foot  Frue  vanner.     Heads  to '( 39 ) ;  tailings  to  (40 ) . 

24.  From  (13),  (36).  One  convex  revolving  slime  table.  Heads  to  (39); 
middlings  returned  to  the  table;  tailings  to  (40). 

25.  From  (15),  (17),  (19),  (20),  (22),  (28).  One  No.  2  bucket  elevator. 
To  (26). 

26.  One  5-foot  Huntington  mill  using  screen  with  0.43  X  9.5-mm.  slots.*  ^  To 
(27).  - 

27.  One  No.  5  trommel  with.0.88-mm.  square  holes.  Oversize  to  (28) ;  under- 
giaeto(29). 

28.  From  (27),  (35).  One  No.  4  jig.  3.sieve  Harz  jig.  1st  hutch >  tr! 
(39) ;  2d  to  (20) ;  3d  to  (25) ;  tailings  to  (40). 

29.  From  (27).  Two  amalgamated  plates  in  series.  Pulp  to  (30) ;  amaP 
gam  removed  periodically  and  retorted. 

30.  One  No.  1  mercury  trap.  Pulp  to  (31)  ;  heavy  sand  and  amalgam  re- 
moved periodically  and  the  amalgam  panned  out  and  retorted-  ' 

31.  One  No.  3  hydraulic  classifier  with  three  spigots.  1st  spigot  to  (32)  ;  2d 
to  (33) ;  3d  to  (34) ;  overflow  to  (37).  •       ' 

32.  One  No.  3  dotible  Gilpin  County  concentrator.  Heiads-to  (39) ;  tailing^ 
to  (35).    .  •• 

33.  From  (31).  One  No.  4  double  Gilpin  County  concentrator.  Heads  to 
(39) ;  tailings  to  (40).  -  * 

34.  From  (31).  One  No.  5  double  Gilpin  County  concenti^tor.  Heads  t6 
(39) ;  tailings  to  (36).  " 

35.  From  (3^).  One  No.  6  double  Gilpin  County  Coricfeiitrator.  Heads  to 
(28);  tailings  to  (40).  .    ;       - 

36.  From  (34).  An  endless  canvas  belt- table.  Heads  to  (24);  tailings 
to  (40) J  

37.  Prom  (31).  A  fixed  canvas  table,  6  X  10  feet,  fleftd^  to  (39)  •  tailings 
fo  f40>. ^ '    •-  •-•    '  [\'-'  ^v    •  •         '    '  '•'-' 

■•'"    •  •  L«ter ohanged  to  0.55x n.S-intn  *1ot^   '      '  .jr. 
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38.  From  (13),  (15),  (17),  (19).  Settling  tank.  Settlings  removed  period- 
ically to  (40)  ;  water  to  mill  supply  pump  to  be  used  over  again. 

39.  From  (14),  (16),  (18),  (20),  (21),  (22),  (23),  (24),  (28),  (32),  (33), 
(34),  (37).  The  concentrates  are  all  wheeled  to  the  loading  floor  and  weighed 
in  barrows  before  putting  into  cars. 

40.  From  (22),  (23),  (24),  (28),  (33),  (35),  (36),  (37),  (38).  Tailings 
launder  to  waste. 

The  labor  required  is  ten  men  per  24  hours,  divided  into  two  shifts:  1  day 
foreman,  1  day  and  1  night  engineer  who  also  fire  the  boilers,  attend  the  pump 
and  weigh  the  incoming  ore  wagons,  1  day  and  1  night  feeder  at  the  breaker, 
1  day  and  1  night  jig  man  who  attend  the  trommel,  jigs  and  cleaning  jijg.  1  day 
and  1  night  vanner  man  who  attend  the  Huntington  mill,  plates^  concentrators, 
vanner,  slime  table  and  classifiers,  1  day  laborer  who  loads  and  weighs  con- 
centrates and  unloads  coal.  Wages  vary  from  $2.50  for  laborers  per  day  to 
$3  for  mechanics.  Board  costs  $22  per  month,  coal  $3.25  per  ton  and  wood 
$4.50  per  cord. 

The  power  is  derived  from  two  fire  tube  boilers  54  inches  diameter,  16  feet 
long,  with  48  tubes  3^  inches  diameter,  running  under  a  pressure  of  60  pounds 
per  square  inch  and  burning  3  tons  of  coal  per  24  hours;  and  a  Corliss  engine 
with  cylinder  14  X  42  inches,  cutting  off  at  \  stroke  and  making  69  revolutions 
per  minute. 

Water  is  obtained  from  a  creek  and  is  first  settled  in  settling  tanks  and 
then  lifted  50  feet  to  a  supply  tank  by  a  No.  7  pulsometer  pump.  This  pump 
also  receives  some  water  from  the  settling  tank  (38). 

The  ore  assays  0.20  to  0.40  ounce  gold  and  IJ  to  5  ounces  silver  per  ton,  a 
trace  of  copper  and  a  variable  amount  of  lead,  sometimes  as  high  as  2% ;  the 
concentrates  assay  from  0.50  to  1.50  ounces  gold  and  2J  to  12  ounces  silver 
per  ton;  the  tailings  contain  0.02  to  0.06  ounce  gold  and  0.06  to  1.2  ounces 
silver  per  ton.  The  bullion  is  650  fine  in  gold  and  300  fine  in  silver.  The 
ores  are  extremely  variable,  but  on  an  average  100  tons  of  ore  yield  about  20 
tonfi  of  coarse  concentrates  from  the  jigs,  10  tons  of  fine  concentrates  and  70 
tons  of  tailings.  The  mill  saves  from  90  to  93%  of  the  gold  and  from  75 
to  85%  of  the  silver.     The  loss  of  mercury  is  0.075  ounce  per  ton  of  ore. 

In  this  mill  amalgamated  plates  were  formerly  used  after  the  Gilpin  County 
concentrator  (22),  the  vanner  (23),  and  the  slime  table  (24),  but  they  were  given 
up  as  useless.  Formerly  also  the  pulp  from  the  Huntington  mill  (26)  first 
went  over  concentrators  and  then  to  amalgamated  plates,  but  the  plates  were 
found  not  to  catch  anything,  no  quicksilver  being  fed  to  the  Huntinjrton  mill. 
The  ^old  which  the  plates  might  have  caught  probably  stayed  back  in  the  heads 
saved  on  the  concentrators.  The  present  arrangement  gives  the  plates  a  chance 
to  save,  what  gold  they  can  from  the  pulp  before  it  goes  to  the  concentrators. 
The  mill  has  receiitly  installed  a  second  Huntington  mill  doing  the  same  work 
as  the  first. 

%%^,  Mill  No.  87.  North  Star  on  Sultan  Mill,  Silverton  Mining 
Company,  Sii<vbrton,  Colorado. — Capacity  126  tons  of  concentrating  ore  per 
24  hours.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore  consists 
of  the  economic  minerals  native  gold,  pyrite,  chalcopyrite,  galena,  tetrahedrite, 
bomit«  and  stibnite,  and  a  gangne  of  quartz,  calcite,  rhodochrosite  and  barite. 
The  problem  is  to  save  the  gold^  silver,  copper  and  lead.  The  ore  is  sorted 
in  the  mine  into  three  classes:  (a)  smelting  ore,  (6)  concentrating  ore,  and 
(r)  waste;  (a)  and  (h)  are  hoisted  separately  and  brought  in  cars  and  dumped 
U]!)6n  (1) ;  {c)  goes  to  the  waste  dump. 

1.  Receiving  floor  8  feet  wide  and  60  feet  long,  of  which  about  16  feet  are 
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used  for  smelting  ore  going  to  (2)  and  35  feet  are  used  for  concentrating  ore 
going  to  (7). 

Sampling  Department. 

2.  One  Blake  breaker,  8  X  12  inches,  crushing  to  \\  inches.    To  (3). 

3.  From  (2)  and  (4).    One  pair  of  rolls,  36  X  14  inches,  set  \  inch  apart 
By  bucket  elevator  to  (4). 

4.  A  trommel  with  2-mesh  square  holes.    Oversize  to  (3) ;  undersize  to  (5). 

5.  A  Vesin  sampler.     Sample  to  (6) ;  remainder  to  cars  to  smelter. 

6.  The  sample  is  further  crushed  and  quartered  down  to  obtain  three  assay  sam- 
ples, one  each  for  mill,  smelter,  and  umpire. 

Concentrating  Department, 

7.  From  (1).    One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  1\  inches. 
To  (8). 

8.  A  bin  8  feet  long,  6  feet  wide  and  6  feet  deep  in  front,  with  bottom  sloping 
45**.     By  chute  through  a  Hendy  feeder  to  (9). 

9.  One  pair  of  No.  1  rolls,  36  X  14  inches,  set  J  inch  apart.     To  (10). 

10.  From  (9)  and  (12).     One  No.  1  bucket  elevator  to  (11). 

11.  One  No.  1  trommel  with  4-mesh  and  S-mesh  square  holes.  Oversize  to 
(12) ;  undersize  to  (13). 

12.  One  pair  of  No,  2  rolls,  36  X  14  inches,  set  close  together.     To  (10). 

13.  From  (11).  One  No.  2  trommel  with  6-me8h  square  holes.  Oversize  to 
(17)  ;  undersize  to  (14). 

14.  One  No,  3  trommel  with  8-me8h  square  holes.  Oversize  to  (18) ;  under- 
size to  (15). 

15.  One  Na  4  trommel  with  12-mesh  square  holes.  Oversize  to  (19) ;  under- 
size to  (16). 

16.  One  No.  1  hydraulic  classifier  with  three  spigots.  Bottom  spigot  to 
(20) ;  two  upper  spigots  to  (21) ;  overflow  to  (27). 

17.  From  (13).  Two  No.  1  jigs.  3-sieve  Harz  jigs.  Discharges  and  hutches 
to  (28) ;  tailings  to  (22). 

18.  From  (14).  Two  No.  2  jigs.  3-sieve  Harz  jigs.  Hutches  to  (28) ;  tail- 
ings to  (22). 

19.  From  (15).    One  No.  3  jig.    3-sieve  Harz  jig.     Products  like  (18). 

20.  From  (16).     One  No.  4  jig.     3-sieve  Harz  jig.     Products  like  (18). 

21.  From  (16).    Two  No.  5  jigs.    3-sieve  Harz  jigs.    Prodticts  like  (18). 

22.  From  (.17),  (18),  (19),  (20),  (21).  No.  1  unwatering  box.  Settlings 
shoveled  to  (23) ;  overflow  used  as  feed  water  to  (23). 

23.  Twenty  gravity  stamps  arranged  in  four  batteries,  using  screens  with  24 
or  30-mesh  square  holes,  and  having  no  mercury  fed  to  the  mortar.  Pulp  to 
(24)  if  it  contains  free  gold  or  to  (25)  if  it  dx)e8  not.  Mortars  cleaned  out 
monthly  to  remove  scraps  of  iron  to  waste. 

24.  Four  amalgamated  plates.  Pulp  to  (25) ;  amalgam  removed  fortnightly 
and  retorted. 

25.  From  (23)  or  (24).  Two  No.  2  hydraulic  classifiers,  each  with  one 
spigot.     Spigots  to  (26) ;  overflow  to  (27), 

26.  Two  No.  6  jigs.     4-Bieve  Harz  ji^s.     Hutches  to  (28)  ;  tailings  to  (29). 

27.  From  (16)  and  (25).  Four  7-belt  Woodbury  vanners.  Heads  to  (28) ; 
tailings  to  (29). 

,28.  From  (17),  (18).  (19),  (20),  (21).  (26),  (27).  Concentrates  are  caught 
in  boxes  below  the  machines,  shoveled  out  to  barrows,  wheeled  to  bin  and  shov- 
eled into  railroad  cars  to  go  to  smelter. 

29.  From  (26)  and  (27).     Tailings  launder  to  waste. 
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Water  power  is  used.  One  SO-horse  power  Leffel  wheel,  ranning  under  56 
feet  head,  drives  the  breaker,  rolls  and  stamps.  One  35-horse  power  Leffel  wheel 
with  a  governor  runs  the  trommels,  jigs,  vanners  and  dynamo. 

The  water  for  washing  runs  into  the  mill,  no  pumping  being  needed. 

Shipping: ore  from  some  portions  of  the  mine  is  rich  in  lead  and  from  othern 
is  rich  in  copper ;  analyses  are  as  follows : 


OuDoeBaold 
per  Ton. 

Ounces  SIlTer 
per  Ton. 

Lead. 
% 

Copper. 

liBftd  on, 

0.96 
0.18 
0.90 
1.88 

40.6 
48 
94.8 
«8.1 

94.8 
88 
8 
11 

9 

4.15 
11.91 
8.8 

Lead  ore 

Copper  ore 

Copper  ore 

The  concentrating  ore  is  worth  from  $10  to  $20  per  ton  in  gold,  silver,  copper 
and  lead.  The  concentrates  assay  0.5  to  1.5  ounces  gold  and  20  to  30  ounces 
silver  per  ton,  5%  copper  and  20%  lead.  Tlie  tailings  assay  a  trace  of  gold,  2 
ounces  silver,  0.5%  copper  and  2  to  3%  lead,  the  maximum  value  of  the  tailings 
being  $2.50  per  ton.  One  hundred  tons  of  ore  yield  25  tons  of  concentrates  and 
75  tons  of  tailings.    The  mill  saves  about  85%  of  the  values. 

Notice  in  this  mill  that  although  concentrates  are  saved  as  coarse  as  4 
me^h,  yet  Ho  tailings  are  allowed  to  go  to  waste  that  are  coarser  than  24  or  30 
mesh. 

§  767.  Mill  No.  88.  Victoria  Mill,  Silvbrton,  Colorado. — Capacity  75 
tons  per  24  hoiiCrs.  The  mill  runs  24  hours  per  day,  7  days  per  week.  The  ore 
consists  of  the  economic  minerals  galena,  chalcopyrite,  pyrite  and  tetrahedrite,  in 
both  coarse*  and  fine  ^i^stallization,  and  a  gangue  of  quartz  and'  '^orphyry^ 
(quartz  andesite).  The  problem  is  to  save  the  gold,  silver,  lead  and  copper. 
The  ore  is  brought  dowti  an  automatic  incline  in  end  dumping  cars  and  dumped 
upon  (1). 

1.  Keeeiving  floor,  16  X  25  feet     By  shovel  to  (2), 

2.  One  No.  1  Blake  breaker,  7  X  12  inches,  crushihg  to  1^  inches.    To  (3).     ; 

3.  One  pair  of  No.  1  rolls,  27  X  14  inches,  set  ^  inSi  apart.    To  (4). 

4.  From  (3)  and  (6).     One  No.  1  bucket  elevator,  to  (5). 

5.  One  No.  1  trommel  with  3-mesh  square  holes.  Oversize  to  (6) ;  undersize 
to  (7). 

6.  One  pair  of  No.  2  rolls,  27  X  14  inches,  set  close  together.    To  (4). 

7.  Frotn  (5).  One  No.  2  trommel  with  6-mesh  and  4-mesh  square  holes. 
Oversi^e^  to  (11) ;  undersize  to  (8). 

8.  Orte  No.  3  trommel  with  10-mesh  square  holes, 
size  to  (9). 

9.  One  No.  1  hydraulic  classifier  with  two  spigots. 
(14) ;  overflow  to  (10). 

10.  One  No.  2  hydraulic  classifier  with  one  spigot, 
as  feed  water  to  (17). 

11.  Fr6m  (7).     One  No.  1  jig.    4-sieve  Harz  jig. 
to  (16). 

12.  From  (8). 

13.  From  (9). 
to  (17).^ 

14.  From  (9). 

15.  Prom  (10). 

16.  Prom*  <11)  -aid 
overflow  to*  r( 27)! 

17.  Prom  (10),  (13),  (14),  (15),  (16).  Twenty  gravity  stamps  arranged 
in  four  batteries,  using  screens  with  slots  0.64  mm.  wide  and  having  mercury  fed 


Oversize  to  (12) ;  undw- 

1st  spigot  to  (13)  ;  2d  to 

Spigot  to  (15) ;  overflow 

Hutches  to  (26) ;  tailings 

Two  No.  2  jigs.    4-sieve  Harz  jigs.     Products  like  (11). 
One  No.  3  jig.    4-sieve  Harz  jig.     Hutches  to  (26)  ;  tailings 

r  One  No.  4  jig.     3-sieve  Harz  jig.     Products  like  (13). 
One  No.  6  jiff.     3-sieve  Harz  jig.     Products  like  (13). 

(12).    'Unwatering  box.    Settlings  shoveled  to  (17)  ; 
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to  the  mortar.  Pulp  to  (18) ;  at  periodical  clean  up  amalgam  to  be  retorted, 
coarse  sand  to  be  put  back,  and  scrap  iron  to  waste. 

18.  Four  amalgamated  plates.  Pulp  to  (19) ;  at  periodical  clean  up  amalgam 
to  be  retorted. 

19.  Pour  No.  1  mercury  traps.  Pulp  from  two  traps  to  (20)  and  from  other 
two  traps  to  (22) ;  heavy  sand  and  amalgam  removed  periodically  to  (25). 

20.  Two  No.  2  mercury  traps.  Pulp  to  (21) ;  heavy  sand  and  amalgam  re- 
moved periodically  to  (25). 

21.  Two  double  Gilpin  County  concentrators.  Heads  to  (26) ;  tailings  to 
(27). 

22.  From  (19).  One  No.  3  hydraulic  classifier  with  one  spigot  Spigot  to 
(23);  overflow  to  (24). 

23.  One  No.  6  jig.     3-8ieve  Harz  jig.     Hutches  to  (26) ;  tailings  to  (27). 

24.  From  (22).  One  7-belt  Woodbury  vanner.  Heads  to  (26);  tailings  to 
(27). 

25.  From  (19),  (20).  Clean  up  room  with  clean  up  pan^  panniBg  gmks,  hand 
pans,  mortars,  etc.  Amalgam  to  be  retorted;  mercury  to  be  used  Over  in  the 
mill;  concentrates  to  (26)  ;  coarse  sand  back  to  (17) ;  scrap  iron  to  wadteJ 

26.  From  (11),  (12),  (13),  (14),  (16),  (21),  (23),  (24),  (25).  Concen- 
trates bins.    By  wagon  and  railroad  to  smelter. 

27.  From  (16),  (21),  (23),  (24).     Tailings  launder  to  waste. 

Water  is  brought  by  a  flume.    A  belt  driven  pump  with  two  plungers  8X8 
inches,  making  37^  strokes  per  minute,  lifts  part  of  the  water  from  the  flume  = 
back  of  the  jig  floor  to  a  tank  7  feet  above  the  trommel  floor.    Power  is  furnished' 
by  a  Leffel  turbine  wheel.     One  hundlied  tons  of  ore  yield  30  tons  of  concentrates.^ 

This  mill  has  recently  been  enlarged  and  remodelled.  Wilfley  tabfes  are  used" 
ap3d  no  vanners.  :   i:Vi].' 

(i;)    KILLS  USING  MAONETISK   AS  THE   CHIEF  OR  ONLY  MEANS  OF   SEPABATINO 
THE  VALUABLE   MINERALS  FROM  THE  WABTfe. 

§  768.  This  group  includes  Mills  89  to  91  inclusive  and  the  Joseph  Wharton : 
and  Witherbee  Sherman  mills.  Mill  89  uses  breaker,  drier,  breakers,  rolls  and* 
magnets,  and  auxiliary  rolls  on  middlings  which  go  back  into  the  system.     Mill-^ 

90  uses  breaker,  rolls,  magnets,  and  sends  middlings  back  into  the  system.     Mill 

91  uses  several  grades  of  rolls  followed  by  drier,  flne  rolls  and  magnets ;  the  con- 
centrates go  to  a  second  drier,  finest  rolls,  magnets  and  air  blast.  The  Joseph 
Wharton  mill  has  breaker,  rolls  and  magnets ;  the  middlings  are  recrushed  and 
sent  back  into  the  system.  The  Witherbee  Sherman  mill  uses  breaker,  drier, 
rolls  and  magnets;  middlings  are  re-treated  by  rolls  and  magnets;  tailings  are 
worked  for  apatite.  Is    f 

Magnetic  concentration  possesses  all  the  advantages  of  economy  which  are 
held  by  any  concentration  with  the  addition  that  it  can  be  done  diy  and  it  is 
independent  of  gravity. 

The  disadvantages  of  magnetic  concentration  are  that  the  fine  crushing 
required  before  separation  is  costly,  the  concentration  of  the  fine  dust  produced  is 
difficult,  and  the  fine  iron  concentrates  are  of  a  low  value  per  ton  compared  to 
other  metals,  and,  when  fine,  are  not  favored  by  furnace  men  as  they  are  blown 
out  of  the  blast  furnace.  There  is  to  be  considered  also  the  cost  of  drying  the 
ore  before  concentration  and  in  general  of  roasting  it  where  it  is  not  already  mag- 
netic, and  also  the  losses  which  teke  place  in  concentration. 

The  use  of  fine  concentrates  has  been  the  subject  of  much  discussion  and  somer 
furnace  men  claim  that  while  fine  ore  may  ^ve  trouble,  tests  shbw  that  the  same 
difficulty  does  not  exist  with  fine  high-grade  concentrates.     Others  claim  that 
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tests  show  that  fine  concentrates  cannot  be  run  unless  they  are  mixed  in  with 
coarser  material.  Briquetting  has  been  used  to  some  extent  to  obviate  this  but 
it  adds  another  item  to  the  expense  and  the  briquettes  have  not  always  success- 
fully stood  the  blast  furnace  treatment  owing  to  failure  of  the  cementing  materiaL 
A  run  with  the  briquettes  made  in  Mill  91  was  very  successful.  Blast  furnace 
men  have  solved  the  problem  for  ore  and  are  now  running  regular  furnace  charges 
of  Lake  Superior  ore  which  is  all  below  8  mesh  in  size. 

Fine  crushing  is  necessary  since  either  the  iron  ore  or  the  impurity  to  be  elim- 
inated is,  in  the  majority  of  cases,  finely  disseminated.  Oenerally  where  mag- 
netite has  been  separated  the  gangue  was  very  hard  and  as  a  rule  the  more  finely 
the  ore  grains  were  disseminated  the  harder  the  rock,  so  that  the  crushing  was  no 
small  item  of  expense. 

The  disadvantage  of  drying  the  ore  has  been  overcome  in  some  cases  by  the  use 
of  separators  which  treat  it  wet.  Some  authorities  claim  that  this  wet  treatment 
not  only  saves  drying  but  it  also  reduces  wear,  prevents  dust  and  produces  under 
the  same  circumstances  purer  concentrates  than  is  possible  dry.  Others  claim 
that  the  dry  method  does  better  work,  that  there  is  no  trouble  from  freezing  of 
water  in  winter,  and  that  dry  ore  is  more  easily  sized  into  the  fine  sizes,  which 
make  a  much  better  magnetic  separation  than  unsized  stuff. 

The  loss  in  the  tailings  has  been  one  of  the  greatest  drawbacks  to  magnetic  con- 
centration. In  instances  that  have  been  given  of  the  work  of  the  various  sep- 
arators it  has  been  no  unusual  thing  for  the  tailings  to  contain  as  high  as  10%  or 
even  15%  of  iron,  depending  upon  the  richness  of  the  concentrate.  This  loss 
may  in  some  cases  be  due  to  imperfections  in  the  magnetic  separator,  but  there 
are  separators  which  when  properly  fed  and  cared  for  will  do  their  work  satis- 
factorily. The  most  of  the  loss  is  of  iron  that  is  in  included  grains  or  that  is 
not  sufficiently  magnetic  to  go  with  the  concentrates.  Thus  in  concentrating 
magnetite,  any  hematite  or  limonite  goes  with  the  tailings.  Various  other  min- 
erals, such  as  hornblende,  contain  iron  which  is  carried  into  the  tailings.  Where 
roasting  is  practiced,  particles  which  have  failed  to  be  changed  go  into  the  tail- 
ings. Of  these  losses  that  due  to  included  grains  might  be  lessened  by  recmsh- 
mgy  but  this  cannot  be  economically  done  in  every  case  since  the  process  will  not 
pay  for  recrushing  of  middlings  and  finer  crushing  at  first  causes  greater  ex- 
pense and  possibly  more  loss  in  slimes  or  dust. 

Magnetic  concentration  at  the  present  day  has  only  a  limited  application. 
For  ores  that  contain  no  other  valuable  mineral  besides  iron,  its  cost  limits  its 
use.  The  opening  up  of  large  iron  ore  deposits  of  Lake  Superior  which  are  so 
extensive,  so  rich,  and  so  easily  worked  has  caused  the  price  of  iron  ores  to  sink 
so  low  that  many  of  those  which  have  to  be  concentrated  magnetically  cannot 
compete.  As  a  consequence  some  of  the  plants  which  were  treating  magnetite 
in  New  York  and  New  Jersey  five  or  ten  years  ago  have  been  obliged  to  suspend 
operations.  Whether  the  field  for  magnetic  concentration  will  be  increased 
when  these  deposits  at  Lake  Superior  are  exhausted  is  one  of  the  questions  of  the 
future.  There  are  always  liable  to  arise  peculiar  circumstances  which  will  make 
magnetic  treatment  desirable. 

The  particular  process  to  be  used  in  any  case  will  vary  with  the  ore.  For 
natural  magnetites  a  plant  like  the  Joseph  Wharton  mill  or  the  Witherbee 
Sherman  mill  may  be  successful.  For  hematites  and  limonites  the  Wetherill 
process  would  seem  to  commend  itself  as  having  the  advantage  of  simplicity  and 
of  being  cheaper  than  the  roasting  process,  but  the  results  so  far  obtained  on  iron 
ores  are  merely  short  tests  and  no  working  plants  have  been  erected  with  which 
to  prove  its  efficiency  for  iron  ores  when  working  on  a  commercial  scale.  The 
roasting  process  to  reduce  hematites  and  limonites  to  magnetic  oxide  has  already 
shown  its  applicability,  and  it  may  be  used  in  case  the  Wetherill  process  does  not 
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give  satisfactory  results,  although  it  costs  more  and  is  hard  to  control.  On 
some  ores,  for  eocainple  certain  pyrite  and  blende  ores,  the  roasting  process  has 
to  be  used. 

For  ores  which  contain  other  Taluable  minerals  beside  iron,  magnetic  con- 
centration has  its  greatest  application  to-day,  since  in  this  case  the  value  of  the 
other  minerals  helps  make  the  operation  a  commercial  success. 

§  769.  Mill  No.  89.  Habtzbll  Concentrating  Company,  Albubtis,  Penn- 
sylvania.— Capacity  125  tons  in  10  hours.  The  mill  runs  10  hours  per  day,  6 
days  per  week.  The  ore  consists  of  the  economic  mineral  magnetite,  mostly  in 
disseminated  grains  of  \  inch  diameter  or  less,  and  a  siliceous  gangue  with  no 

{phosphorus  or  sulphur.     The  problem  is  to  get  a  high  grade  of  iron  ore  with  the 
east  possible  loss.     The  ore  is  brought  from  the  mine  in  cars,  each  holding  one 
ton,  and  dumped  upon  (1). 

1.  A  receiving  floor  30  feet  long  and  15  feet  wide.    By  shovel  to  (2). 

2.  One  No.  1  Blake  breaker,  made  by  Brennan  &  Young,  12  X  24  inches, 
crushing  to  2  inches.     To  (3). 

3.  A  revolving  drier.     To  (4). 

4.  One  No.  2  Blake  breaker,  made  by  Brennan  &  Young,  12  X  24  inches, 
crushing  to  1  inch.     To  (5). 

5.  Two  No.  3  Blake  breakers,  9  X  17  inches,  crushing  to  |  inch.  By  No.  1 
bucket  elevator  to  (6). 

6.  One  No.  1  trommel  with  25-mm.  round  holes.  Oversize  to  (7) ;  undersize 
to  (8). 

7.  One  No.  4  breaker,  a  Lowry  breaker,  crushing  to  f  inch.     To  (8) . 

8.  From  (6)  and  (7).  One  pair  of  No.  1  rolls,  30  X  18  inches,  set  close  to- 
gether.    To  (9). 

9.  From  (8),  (11)  and  (14).     One  No.  2  bucket  elevator,  to  (10). 

10.  Four  No.  2  trommels  with  2.1-mm.  round  holes.  Oversize  to  (11) ;  under- 
size to  (12). 

11.  Two  pairs  of  No.  2  rolls,  30  X  18  inches,  set  close  together.     To  (9). 

12.  From  (10).  A  bin  with  hopper  bottom,  holding  50  tons.  By  gate  and 
chute  to  (13). 

13.  One  Ball  Norton  magnetic  separator.  Heads  by  belt  conveyor  to  car  to  go 
to  blast  furnace ;  middlings  to  (14) ;  tailings  by  belt  conveyor  to  waste  dump. 

14.  One  pair  of  No.  3  rolls,  30  X  18  inches,  set  close  together.     To  (9). 
Power  is  furnished  by  three  steam  engines.     One  engine  of  125  horse  power 

runs  the  breakers ;  one  engine  of  125  horse  power  runs  the  rolls,  elevators,  convey- 
ors, and  suction  fans ;  one  engine  of  25  horse  power  runs  the  dynamo.  There  are 
two  suction  fans,  one  for  the  magnetic  separator  and  one  for  the  trommels  and 
crushing  machines,  all  of  the  apparatus  after  the  drier  (3)  being  housed  in  and 
attached  to  the  fans  for  the  removal  of  the  dust.  The  dynamo  is  a  5,000-watt 
Thomson  Houston  of  the  low  tension  direct  current  type  running  with  110  volts 
and  making  2,000  revolutions  per  minute. 

The  ore  contains  30%  iron  (Fe)  ;  the  concentrates  contain  65.5%  iron;  the 
tailings  contain  2^  to  3%  iron.  One  hundred,  tons  of  ore  yield  35  tons  of  con- 
centrates and  65  tons  of  tailings. 

The  noticeable  feature  in  this  mill  is  the  graded  crushing  without  intermediate 
screening.  There  are  six  reductions  in  crushing  the  ore  from  mine  size  down  to 
2.1  mm. 

§  770.  Mill  No.  90.  New  Jersey  Iron  Mining  Company,  Port  Oram, 
New  Jersey. — The  mill  runs  10  hours  per  Say,  6  days  per  week.  The  ore  con- 
sists of  the  economic  mineral  magnetite  in  strings  or  grains  and'  a  gangue  of 
quartz  with  some  finely  disseminated  apatite.  The  problem  is  to  save  the  iron 
and  eliminate  tilie  gangue,  especially  the  phosphorus.    Only  lump  ore  larger  than 
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one-inch  cube  i&  used  as  this  saves  the  cost  of  drying.  The  ore  is  brought  in 
cars  holding  4,000  pounds^  dumped  upon  a  platform  10  feet  square,  and  shoveled 
to  (1). 

1.  One  No.  1  Buchanan  breaker,  9  X  15  inches,  crushing  to  1^  inches.     To  (2). 

2.  One  No.  1  trommel  with  19-mm.  round  holes.  Oversize  to  (3) ;  underside 
to  (4). 

3.  One  No.  2  breaker,  a  Buchanan  granulator,  3  X  30  inches,  crushing  to  f 
inch.     To  (4). 

4.  From  (2)  and  (3).     A  belt  conveyor,  to  (5). 

5.  From  (4)  and  (7).  One  pair  of  No.  1  rolls,  24  X  14  inches,  set  ^  to  f  inch 
apart.    To  (6). 

6.  Prom  (5)  and  (8).  One  pair  of  No.  2  rolls,  18  X  12  inches,  set  close  to- 
gether.   By  No.  1  bucket  elevator  to  (7). 

7.  One  No.  2  trommel  on  which  the  screens  are  changed  to  suit  different  ores. 
The  holes  vary  from  20-mesh  square  holes  to  6.4-mm.  round  holes.  Oversize  to 
(5) ;  undersize  to  (8). 

8.  A  modified  Buchanan  magnetic  separator.  Heads  to  blast  furnace;  tail- 
ings partly  to  (6)  and  partly  to  waste  dump. 

The  labor  required  is  4  men  per  10  hours:  1  foreman,  1  breaker  man,  and  2 
trommel  men.  Wages  vary  from  $1.10  to  $1.26  per  day.  Board  costs  $17  per 
month,  coal  is  $2  per  ton  and  wood  is  $3.25  per  cord. 

Power  is  furnished  by  two  steam  engines ;  one  76  horse  power  engine  drives  the 
breakers  and  trommels,  and  one  10  horse  power  engine  drives  the  dynamo. 

The  ore  contains  about  26%  iron  (Fe)  and  1%  phosphorus  (P) ;  the  concen- 
trates contain  about  61%  iron  and  from  0.3%  phosphorus  down  to  the  Bessemer 
limit  (about  0.045%) ;  the  tailings  contain  11  to  17%  iron. 

§  771.  Mill  No.  91.  Edison  Magnetic  Concentrating  Plant,  New  Jer- 
sey AND  Pennsylvania  Concentrating  Company,  Edison,  New  Jersey. — 
Capacity  4,000  tons  in  20  hours.*  This  mill  was  intended  to  run  20  hours  per 
d^y,  6  days  per  week.  The  ore  consists  of  the  economic  mineral  magnetite  and  a 
gangue  of  feldspar  with  a  little  quartz  and  apatite.  The  problem  is  to  save  the 
iron  as  free  from  phosphorus  as  possible.  The  ore  is  mined  in  an  open  quarry 
and  contains  lumps  weighing  up  to  6  tons  each.  It  is  loaded  by  steam  shovel 
upon  skips  holding  6^  tons  each,  which  are  hauled  to  the  mill  on  cars  by  loco- 
motive. The  skips,  which  are  of  the  open  flat  form  used  in  quarry  work  and  are 
suspended  by  two  chains  and  hooks  at  the  front  end  and  one  chaini  and  hook  in 
the  rear,  are  lifted  at  the  mill  by  two  electric  travelling  cranes  and  tfaim  by 
unhooking  the  two  front  hooks  they  are  dumped  to  (1). 

Coarse  Crushing  House. 

1.  One  No.  1  roller  feeder,  3  feet  diameter  and  6  feet  long.  To  hopper  6  feet 
square  and  thence  to  (2). 

2.  One  pair  of  No.  1  or  giant  rolls,  72  X  72  inches,  set  14  inches  apart.  To 
(3). 

3.  One  pair  of  No.  2  or  intermediate  rolls,  48  X  60  inches,  set  7  inches  apart. 
By  No.  1  bucket  elevator  to  (4). 

4.  One  pair  of  No.  3  or  first  corrugated  rolls,  36  X  36  inches,  set  3^  inches 
apart.     To  (5). 

5.  One  pair  of  No.  4  or  second  corrugated  rolls,  36  X  36  inches,  set  IJ  inches 
apart.     To  (6). 

6.  One  pair  of  No.  6  or  third  corrup^ated  rolls,  24  X  20  inches,  set  \  inch  apart. 
By  No.  1  belt  conveyor  and  thence  by  No.  2  bucket  elevator  to  (7).         

*  It  has  run  as  high  as  800  tons  per  hour. 


§  771         8UMMART  OF  PRINCIPLB8  AND  0UTLINB8  OF  MILLS,  1057 

7.  Three  No.  1  fixed  screens  in  series,  the  upper  one  having  37  X  76-mm.  slots 
and  the  middle  and  lower  ones' having  32  X  64-mm.  slots.  Oversize  (bolts,  roots, 
hammer  heads,  etc.)  to  dnmp;  undersize  to  (8). 

.  8.  One  No.  1  drier  in  the  form  of  a  drying  kiln  with  a  distributor  at  the  top. 
By  No.  2  belt  conveyor  and  thence  by  No.  3  bucket  elevator  followed'  by  No.  3 
Edison  distributing  conveyor  to  (9). 

9.  No.  1  stock  house  holding  16,000  tons.    By  No.  4  bucket  conveyor  to  (10). 

Fine  Crushing  and  Separating  House. 

10.  Bin,  holding  26  tons.    By  two  No.  2  corrugated  roller  feeders  to  (11). 

11.  From  (10)  and  (12).  Two  sets  of  No.  6  or  three-high  rolls,  36  X  30 
inches,  set  close  together,  but  the  feed  opens  them  to  about  1^  inches.  Only  one 
set  is  run  at  a  time.  The  crushed  ore  is  carried  in  succession  by  two  No.  6  belt 
conveyors,  one  No.  6  bucket  conveyor,  one  No.  6  bucket  elevator,  one  No.  7 
Edison  distributing  convevor  and  twenty  No.  3  roller  feeders  to  (12). 

12.  Two  hundred  and  forty  No.  2  fixed  inclined  screens  arranged  in  sixty  sets 
with  four  screens  in  series  in  each  set,  having  1.5  X  12.7-mm.  slots.  Oversize  to 
(11) ;  undersize  to  (13). 

13.  Sixty  No.  1  Edison  magnetic  separators.  These  are  12-inch  magnets  and 
are  arranged  in  twenty  sets  with  three  magnets  in  series  in  each  set.  Heads  by 
two  No.  8  belt  conveyors  to  (14) ;  tailings  by  No.  9  belt  conveyor  to  .(^2). 

14.  One  No.  2  drier  in  the  form  of  a  drying  kiln  with  a  distributor  at  the 
top.    To  (15). 

15.  Prom  (14),  (16)  and  (19).  Two  sets  of  No.  7  or  ihree-high  rolls,  36  X 
30  inches,  set  close  together  but  the  feed  opens  them  to  about  i  inch.  Only  one 
set  is  run  at  a  time.  The  crushed  ore  is  carried  in  succession  by  two  No.  10 
belt  conveyors,  one  No.  11  bucket  conveyor,  one  No.  6  bucket  elevator,  one  No.  12 
Edison  distributing  convevor  and  twenty  No.  4  roller  feeders  to  (16). 

16.  Two  hundred  and  forty  No.  3  fixed  inclined  screens  arranged  in  sixty  set? 
with  four  screens  in  series  in  each  set,  having  0.5  X  12.7-mm.  slots.  Oversize  to 
(15) ;  undersize  to  (17). 

17.  Ninety-six  No.  2  Edison  magnetic  separators.  They  are  8-inch  magnets 
and  they  are  arranged  in  thirty-two  sets  with  three  magnets  in  series  in  each 
set     Heads  to  (18) ;  tailings  to  (22). 

18.  Eight  dusting  chambers.  Heavy  material  to  (19) ;  light  material  to 
(20). 

19.  Three  hundred  and  twenly  No.  3  Edison  magnetic  separators.  They  are 
4-inch  magnets  and  they  are  arranged  in  sixty-four  sets  with  five  in  series  in  each 
set  Heads  to  (21) ;  tailings  of  Ist  or  upper  magnets  to  (22) ;  tailings  of  2d, 
3d,  4th  and  5th  magnets  to  (15). 

20.  Prom  (18).  One  No.  4  Edison  magnetic  separator.  Heads  to  (21); 
tailings  are  sold  for  paint. 

21.  Prom  (19)  and  (20).  No.  2  and  No.  3  stock  houses  with  a  total  capacity 
of  35,000  tons.  Prom  these  the  concentrates  pass  in  succession  through  the  mix- 
ers, the  briquetting  machines  and  the  baking  ovens. 

22.  Prom  (13),  (17)  and  (19).  Sand  house.  Tailings  are  here  sized  and 
flold  for  mortar  sand,  etc. 

The  labor  required  for  mining,  milling  and  briquetting  is  311  men  per  24 
hours  divided  into  two  shifts  of  10  hours  each ;  46  men  and  boys  mining  by  day 
and  46  by  night;  24  men  by  day  and  24  by  night  in  the  coarse  crushing  house, 
32  men  by  day  and  32  by  night  in  the  fine  crushing  and  separating  house,  and  66 
men  by  day  and  41  by  night  doing  general  work. 

Power  is  furnished  by  steam.    A  single  Corliss  engine  of  300  horse  power 
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runs  the  dynamos  for  the  magnets,  for  lighting,  and  for  the  two  electric  cranes 
which  require  50  to  80  horse  power  each.  A  cross  compound  engine  of  700  horse 
power  runs  the  coarse  crushing  plant.  A  triple  expansion  vertical  engine  of 
500  horse  power  runs  the  three-high  rolls,  elevators,  conveyors,  and  fans  of  the 
£no  crushing  and  separating  plant. 

The  ore  contains  about  20%  iron  (Fe)  and  0.70  to  0.80%  phosphorus  (P)  ; 
the  heads  of  No.  1  magnets  (13)  contain  40%  iron  and  the  tailings  0.8%  iron; 
the  heads  of  No.  2  magnets  (17)  contain  60%  iron;  the  heads  from  the  dusting 
chambers  (18)  contain  64%  iron;  the  heads  of  No.  3  magnets  (19)  contain  67 
to  68%  iron;  the  mill  tailings  contain  1.12%  iron.  Analysis  of  the  briquettes 
shows  67  to  68%  iron,  2  to  3%  silica  (SiOj),  0.4  to  0.8%  alumina  (A1,0,),  0.05 
to  0.10%  manganese,  a  trace  each  of  lime,  magnesia  and  sulphur,  0.028  to  0.033% 
phosphorus,  0.75%  resinous  binder  and  no  moisture.  One  hundred  tons  of  ore 
yield  about  24  tons  of  concentrates  and  76  tons  of  tailings.  The  tailings  of  No. 
1  magnets  (13)  amount  to  56%  of  the  ore  fed  to  the  mill. 

One  especially  noticeable  feature  of  this  mill  is  the  entire  absence  of  graded 
crushing  and  graded  sizing.  This  is  allowable  because  fines  are  not  considiered  a 
source  of  loss  in  the  magnetic  separation.  This  mill  contains  so  many  valuable 
ideas  that  the  author  has  thought  it  wise  to  insert  it  here  although  it  has  never 
been  run  except  very  irregularly  in  an  experimental  way.  Mr.  Edison  encoun- 
tered between  the  time  of  the  design  of  the  mill  and  the  time  of  its  completion 
a  drop  in  the  price  of  iron  ore  due  to  the  discovery  of  the  Mesabi  iron  ore  beds  at 
Lake  Superior  and  the  mill  now  has  to  face  the  changed  conditions. 

§  772.  The  Joseph  Wharton  Mining  Company,  Hibernia,  New  Jersey. — 
Capacity  200  tons  in  10  hours.  The  mill  runs  10  hours  per  day,  6  days  per  week. 
The  ore  consists  of  the  economic  mineral  magnetite,  and  a  gangue  of  granite. 
The  problem  is  to  save  the  iron.  The  ore  comes  in  cars  to  the  mill  in  lumps  12 
inches  and  less  in  diameter  and  goes  to  (1). 

1.  Four  No.  1  bins  holding  50  tons  each.  By  chutes  to  skip  which  lifts  to 
(2). 

2.  No.  2  or  supply  bins  holding  600  tons.     By  chutes  to  (3). 

3.  One  No.  1  breaker,  a  Buchanan  breaker,  12  X  24  inches,  crushing  to  2^ 
inches.    By  No.  1  belt  conveyor  to  (4). 

4.  Two  No.  1  trommels  with  IJ-inch  holes.  Oversize  to  (5) ;  undersize  to 
(6). 

5.  Two  No.  2  breakers,  Buchanan  granulators,  6  X  30  inches,  crushing  to  1\ 
inches.     To  (6). 

6.  From  (4)  and  (5).     No.  2  belt  conveyor.     By  No.  1  elevator  to  (7). 

7.  One  grizzly  with  1-inch  spaces.     Oversize  to  (9) ;  undersize  to  (8). 

8.  One  No.  2  trommel  with  J-inch  holes.     Oversize  to  (9) ;  undersize  to  (13). 

9.  From  (7)  and  (8).  One  pair  of  No.  1  rolls,  36  X  18  inches,  set  \  inch 
apart.     To  (10). 

10.  From  (9)  and  (12).     No.  2  elevator.     To  (11). 

11.  One  No.  3  trommel  with  J-inch  holes.  Oversize  to  (12)  ;  undersize  to  (13). 

12.  One  pair  of  No.  2  rolls,  36  X   18  inches,  set  olose  together.     To  (10). 

13.  From  (8),  (11)  and  (15).     No.  3  bin.     By  chute  to  (14). 

14.  One  Ball  Norton  magnetic  separator.  Heads  by  No.  3  conveyor  and  No. 
6  elevator  to  shipping  bins  and  cars ;  middlings  by  No.  3  elevator  to  (16) ;  tailings 
by  No.  4  conveyor  and  No.  6  elevator  either  to  shipping  car  or  to  No.  6  and  No.  6 
conveyors  which  deliver  to  waste ;  dust  by  fan  to  dust  chamber  of  which  the  set- 
tlings go  to  No.  4  conveyor. 

15.  One  pair  of  No.  3  rolls,  24  X  16  inches,  set  close  together.  By  No.  4 
elevator  to  (13). 

The  power  used  is  130  horse  power,  divided  up  about  as  follows:  hoisting 
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engine,  10 ;  No.  1  breaker,  15 ;  No.  2  breakers,  12 ;  No.  1  rolls,  10 ;  No.  2  rolls, 
16 ;  No.  3  rolls,  10 ;  screens,  conveyors  and  elevators,  30 ;  dynamo  and  separator, 
8 ;  mill  friction,  20. 

Crude  ore  from  the  mine  averages  38  to  40%  iron,  0.04%  phosphorus  and  no 
sulphur;  the  concentrates,  63  to  64%  iron  and  0.008%  phosphorus ;  the  middlings, 
40%  iron ;  the  tailings,  5  to  6%  iron.  One  hundred  tons  of  ore  yield  40  tons  of 
concentrates,  20  tons  of  middlings  and  40  tons  of  tailings.  The  20  tons  of 
middlings  after  being  recmshed  and  separated  yield  10  tons  of  concentrates  and 
10  tons  of  tailings.    The  mill  saves  81%  of  the  iron. 

§  773.  Old  Bed  Magnbtio  Concbntrating  Mill  No.  1  or  Withbbbeb,  Sher- 
man AND  Company,  Minevillb,  New  York. — Capacity  500  tons  per  20  hours. 
The  mill  runs  20  hours  per  day,  6  days  per  week.  The  ore  consists  of  the  eco- 
nomic mineral  magnetite  and  a  gangue  of  apatite  and  hornblende.  The  problem 
is  to  make  three  products:  (a)  magnetite  to  blast  furnace,  (h)  apatite  to  be 
sold  as  fertilizer,  and  (c)  hornblende  to  waste.     The  ore  is  brought  in  cars  to  (1). 

1.  A  grizzly  with  2^-inch  spaces.     Oversize  to  (2) ;  undersize  to  (3). 

2.  One  No.  1  Blake  breaker,  18  X  30  inches.     To  (3). 

3.  From  (1)  and  (2).  No.  1  Robins  belt  conveyor,  20  inches  wide,  sloping  up 
18**.     By  No.  2  Robins  belt  conveyor,  20  inches  wide  and  level,  to  (4). 

4.  Two  sets  of  No.  1  fixed  inclined  screens  with  six  screens  in  series  in  each  set 
and  having  19-mm.  round  holes.     Oversize  to  (5) ;  undersize  to  (6). 

5.  Two  No.  2  breakers,  Gates  fine  breakers,  size  H.     To  (6). 

6.  From  (4)  and  (5).  No.  3  Robins  belt  conveyor,  16  inches  wide  and  sloping 
up  18°.     By  No.  1  bucket  elevator  to  (7). 

7.  A  tower  drier.     By  No.  2  bucket  elevator  to  (8). 

8.  Three  sets  of  No.  2  fixed  inclined  screens  with  six  screens  in  series  in  each  set 
and  having  6-mesh  holes.     Oversize  to  (9) ;  undersize  to  (10). 

9.  One  pair  of  No.  1  rolls,  36  X  14  inches.     To  (10). 

10.  From  (8)  and  (9).  No.  4  Robins  belt  conveyor,  16  inches  wide.  To 
(11). 

11.  From  (10)  and  (16).     No.  3  bucket  elevator,  to  (12). 

12.  Three  sets  of  No.  3  fixed  inclined  screens  with  six  screens  in  series  in  each 
set  and  having  30-mesh  holes.     Oversize  to  ( 13) ;  undersize  to  ( 17) . 

13.  Three  sets  of  No.  4  fixed  inclined  screens  with  six  screens  in  series  in  each 
set  and  having  le-mesh  holes.     Oversize  to  (14) ;  undersize  to  (17). 

14.  Three  sets  of  No.  6  fixed  inclined  screens  with  six  screens  in  series  in  each 
set  and  having  8-mesh  holes.     Oversize  to  (15)  ;  undersize  to  (17). 

15.  Three  sets  of  No.  6  fixed  inclined  screens  with  six  screens  in  series  in  each 
set  and  having  4-mesh  holes.     Oversize  to  (16) ;  undersize  to  (17). 

16.  One  pair  of  No.  2  rolls,  36  X  14  inches.  By  No.  5  Robins  belt  conveyor,  16 
inches  wide  and  sloping  up  10*",  to  (11). 

17.  From  (12),  (13),  (14),  (15).  Four  bins  for  the  four  products  of  the 
screens.    The  bins  deliver  to  (18). 

18.  Two  double  Rowand  type  F  magnetic  separators.  Heads  by  No.  6  Robins 
belt  conveyor  and  No.  4  bucket  elevator  to  (24) ;  tailings  by  No.  7  Robins  belt  con- 
veyor and  No.  5  bucket  elevator  to  (19). 

19.  From  (18)  and  (21).     One  No.  8  Robins  belt  conveyor,  to  (20). 

20.  One  set  of  No.  7  fixed  inclined  screens  with  six  screens  in  series  and  having 
16-mesh  holes.     Oversize  to  (21) ;  undersize  to  (22). 

21.  One  pair  of  No.  3  rolls,  30  X  14  inches.     By  No.  6  bucket  elevator  to  (19). 

22.  From  (20).  A  Wenstrom  magnetic  separator.  Heads  by  No.  9  Robins 
belt  conveyor  to  (24) ;  tailings  by  No.  10  Robins  belt  conveyor  to  (23). 

23.  A  Rowand  type  E  magnetic  separator.  Heads  (hornblende)  by  No.  11 
Robins  belt  conveyor  to  waste;  tailings  (  apatite)  to  market. 
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24.  From  (18)  and  (22).  One  No;  12  Kobins  belt  conveyor  for  concentrates. 
To  bin  holding  100'  tons. 

The  ore  contains  60%  iron  and  1.60%  phosphorus.  The  iron  concentrates  con- 
tain 69%  iron  and  0.48%.  phosphorus.  The  tailings  from  the  first  magnetic 
separators  contain  16%  iron.  The  apatite  from  the  last  magnetic  separator 
contains  13^%  phosphorus  and  2^  to  4%  iron.  One  hundred  tons  of  ore  yield 
about  83  tons  of  iron  concentrates. 

{w)    MAGNETIC  COMBINATION  MILLS. 

§  774.  This  group  includes  Mills  92  koA  93  and  the  plant  at  Monteponi,  Sar- 
dinia. These  mills  combine  magnets  with  other  systems  as  main  or  subordinate 
means  of  separation.  Mill  92  uses  breakers^  picking  table  for  waste  garnet, 
rolls,  drier,  screens  and  magnets  for  valuable  franklinite,  and  on  tailings  of  these 
magnets  uses  jiggf  for  valuable  calamine  and  zincite.  Mill  93  uses  breaker,  rolls, 
and  log  washer  for  waste  clay,  screens  and  jigs  for  lead  concentrates  and  zinc 
iron  middlings,  and  calcining  furnace  and  magnets  to  remove  iron  from  the  zinc. 
The  Monteponi  plant  is  put  in  here  to  illustrate  foreign  practice.  It  uses 
breakers,  rolls,  screens,  classifiers,  and  jigs  to  save  the  zinc  as  far  as  possible  and 
then  adds  to  this  roasting  furnaces  and  magnets  for  the  recovery  of  the  zinc  from 
the  ferruginous  ores ;  fines  are  treated*  by  classifiers,  fine  jigs,  and  Ferraris  tables. 

§  775.  Mill  No.  92.*  Wbthebill  Magnetic  Concentrating  Plant,  Ster- 
ling Ihon  and  Zinc  Company,  Franklin  Furnace,  New  Jersey.— Capacity 
200  tons  in  24  hours.  The  mills  runs  24  hours  per  day,  6  days  per  week.  The 
ore  consists  of  the  economic  minerals  franklinite,  willemite,  fowlerite,  zincite, 
and  tephroite,  and  a  gangue  of  quartz,  calcite,  garnet,  mica  and  graphite.  The 
problem  is  to  separate  the  material  into  three  classes :  (a)  franklinite,  fowlerite, 
and  tephroite  for  the  zinc  oxide  furnaces  and  the  residue  then  to  the  spiegel  fur- 
nace; (6)  willemite  and  zincite  to  the  spelter  furnace;  (c)  remainder  to  waste. 
The  treatment  is  first  to  remove  franklinite,  fowlerite,  tephroite  and  garnet  by 
hand  picking  and  powerful  magnets  the  garnet  being  separated  from  the  other 
three  minerals  by  variation  in  the  power  of  the  magnets  composing  the  machine; 
second  to  jig  the  willemite  and  zincite  from  the  calcite,  quartz  and  mica.  The 
ore  is  hoisted  in  cars  holding  5,600  pounds  and  run  on  a  transfer  car  60  feet  to 

(1).  . 

1.  Two  grizzlies  with  IJ-inch  spaces.     Oversize  to  (2)  ;  undersize  to  (2). 

2.  Pour  No.  1  bins,  two  for  coarse  and  two  for  fine,  holding  125  tons  each, 
with  bottoms  sloping  30°.'  Coarse  ore  by  gates  to  cars  and  thence  by  inclined 
hoist  to  (3)  ;  fine  ore  by  gates  to  cars  and  thence  by  inclined  hoist  to  (6). 

3.  Receiving  floor,  14  X  15^  feet,  with  capacity  of  storing  50  tons  of  ore.  By 
shovel  to  (4). 

4.  One  No.  1  Blake  breaker,  15  X  30  inches,  crushing  to  4  inches.     To  (5). 

5.  One  No.  1  trommel  for  coarse  ore  with  12.7-mm.  square  holes.  Oversize  to 
(8)  ;  undersize  by  No.  1  Robins  belt  conveyor  to  (10). 

6.  From  (2).  No.  1  drier  consisting  of  six  chutes  20  feet  long.  15  inches  wide, 
sloping  30*",  made  of  cast  iron  plates,  heated  by  furnace  flues  below.  The  ore 
Rfream  is  6  inches  deep  and  is  moved  down  the  chutes  by  endless  chain  scrapers 
moving  6^  feet  per  minute.     By  No.  1  bucket  elevator  to  (7). 

7.  Two  No.  1  trommels  for  fine  ore  with  12.7-inm.  square  holes.  Oversize  to 
(8) ;  undersize  to  (10). 

8.  From  (5)  and  (7) .  One  picking:  table  in  the  form  of  a  chain  plate  convevor 
divided  by  fins  into  three  longitudinal  parts.     Center  part  containing  picked 

•  This  is  the  mill  that  is  referred  to  as  No.  98  throughout  the  book  except  in  CShapterR  IX.,  X..  Zm,  XVL, 
snd  XIX. 
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iraste,  comprising  tephroite,  fowlerite,  garnet,  and  calcite,  to  dump;  two  side 
parts  to  (9). 

9.  One  No.  2  Blake  breaker,  6  X  20  inches  duplex,  crushing  to  %  inch.  To 
(10). 

10.  From  (5),  (7)  and  (9).  Three  No.  2  trommels  with  6.4-mm.  square 
holes.     Oversize  to  (11)  ;  undersize  to  (12). 

.   11.  Two  pairs  of  No.  1  rolls,  30  X  15  inches,  set  close  together.     To  (12). 

12.  From  (10)  and  (11).  Four  No.  3  trommels  with  1.5-mm.  square  holes. 
Oversize  to  (33) ;  undersize  to  (14). 

13.  Two  pairs  of  No.  2  rolls,  24  X  16  inches,  set  close  together.    To  (14). 

14.  From  (12),  (13)  and  (17).    One  No.  2  bucket  elevator.    To  (15). 

15.  Six  No.  4  trommels  with  1.5-mm.  square  holes.  Oversize  to  (16) ;  under- 
size to  (18). 

16.  One  No.  9  trommel  with  6.4-mm.  square  holes.  Oversize  (nails,  sticks, 
and  a  little  ore)  allowed  to  accumulate  to  be  treated  later;  undersize  to  (17). 

17.  One  pair  of  No.  3  rolls,  24  X  16  inches,  set  close  together.    To  (14). 

18.  From  (15).  Six  No.  1,  or  1st  rough,  Wetherill  parallel  magnetic  separat- 
ors. Heads  (franklinite)  to  (34) ;  tailings  by  six  No.  2  Bobins  belt  conveyors 
to  (19). 

19.  Six  No.  2  bins  or  circular  tanks,  8  feet  high,  6 J  feet  diameter  at  top  ann 
7  feet  diameter  at  bottom,  outside  dimensions.    To  (20). 

20.  Six  No.  2,  or  2d  rough,  Wetherill  horizontal  magnetic  separators.  Heads 
(franklinite)  by  two  No.  3  Robins  belt  conveyors  to  (34) ;  tailings  by  four  No.  4 
Robins  belt  conveyors  and  two  No.  3  bucket  elevators  to  (21). 

21.  Two  No.  5  trommels  with  0.85-mm.  square  holes.  Oversize  to  (26)  via 
(25) ;  undersize  to  (22). 

22.  Two  No.  6  trommels  with  0.75-mm.  square  holes.  Oversize  to  (27)  via 
(25) ;  undersize  to  (133). 

23.  Two  No.  7  trommels  with  0.54-mm.  square  holes.  Oversize  to  (28)  via 
(25) :  undersize  to  (24). 

24.  Two  No.  8  trommels  with  50-mesh  square  holes.  Oversize  to  (29)  via 
(25) ;  undersize  to  (30)  via  (25). 

'  25.  Prom  (21),  (22),  (23),  (24),  (33).  Ten  No.  3  bins  or  circular  tanks, 
5  feet  high,  4^  feet  diameter  at  bottom  and  3  feet  10  inches  diameter  at  top, 

-outside  dimensions.  Bach  pair  receives  a  trommel  product  and  they  deliver 
to  (26),  (27),  (28),  (29)  and  (30). 

26.  From  (21)  via  (25).  Six  No.  3  Wetherill  horizontal  magnetic  separators 
arranged  in  two  rows  with  three  in  series  in  each  row.  Heads  of  1st  and  2d 
magnets  (clean  franklinite)  by  No.  5  belt  conveyors  to  (34)  ;  heads  of  3d 
magnets  (included  grains  of  franklinite,  willemite,  tephroite,  and  garnet)  by 
No.  6  belt  conveyors  to  (31) ;  tailings  of  Ist  magnets  by  No.  5  elevators  to  2d 
magnets;  tailings  of  2d  magnets  by  No.  6  elevators  to  3d  magnets;  tailings  of 
3d  magnets  to  (35). 

27.  Prom  (22)  via  (25).  Six  No.  4  Wetherill  horizontal  magnetic  separators 
arranged  in  two  rows  with  three  in  series  in  each  mw.  Products  like  (26) 
except  tailings  of  3d  magnet  to  (36). 

28.  t'rom  (23)  via  (25).  Six  No.  5  Wetherill  horizontal  magnetic  separators 
arranged  in  two  rows  with  three  in  series  in  each  row.  Products  like  (26) 
except  tailings  of  3d  magnet  to  (37). 

29.  Prom  (24)  and  (33)  via  (25).  Six  No.  6  Wetherill  horizontal  magnetic 
separators  arranged  in  two  rows  with  three  in  series  in  each  row.  Products 
like  (26)  except  lieads  of  3d  magnets  (clean  franklinite)  by  No.  5  belt  conveyors 
to  (34)  and  tailings  of  3di  magnets  to  (38). 

30.  Prom  (24)  and  (33)  via  (25).    Six  No.  7  Wetherill  inclined  magnetic 
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separators  arranged  in  two  sets  with  three  in  series  in  each  set.  Heads  of  all 
three  magnets  (clean  franklinite)  by  No.  5  belt  conveyors  to  (34)  ;  tailings 
of  3d  magnet  (clean  willemite  and  zincite)  wheeled  to  (43). 

31.  From  (26),  (27),  (28)  and  (32).  Two  pairs  of  No.  4  roUs,  set  close 
together.    To  (32). 

32.  No.  1  vibrating  screens  with  30-mesh  square  holes.  Oversize  to  (31)  ; 
undersize  to  (33). 

33.  No.  2  vibrating  screens  with  SO-mesh  square  holes.  Oversize  by  elevator 
to  (29)  via  (25) ;  undersize  by  elevator  to  (30)  via  (25). 

34.  Prom  (18),  (20),  (26),  (27),  (28),  (29),  (30).  One  No.  4  bucket 
elevator.    By  No.  7  belt  conveyor  to  (43). 

35.  From  (26).  Two  No.  1  jigs.  4-8ieve  Harz  jigs.  1st,  2d  and  3d  dis- 
charges (clean  willemite)  to  (41) ;  4th  (willemite,  limestone,  graphite  and 
mica)  returned  to  same  jig;  1st,  2d  and  3d  hutches  to  (41) ;  4th  returned  to 
same  jig;  tailings  to  (44). 

36.  From  (27).    Two  No.  2  jigs.    4-sieve  Harz  jigs.    Products  like  (35). 

37.  From  (28).  Two  No.  3  jigs.  3-sieve  Harz  jigs.  Ist  hutch  (clean  wille- 
mite and  zincite)  to  (41)  ;  2d  to  (41)  or  returned  to  same  jig;  3d  returned  to 
same  jig;  tailings  to  (44). 

38.  From  (29).  Two  No.  4a  jigs.  2-sieve  Harz  jigs.  1st  hutch  (clean 
zincite  and  willemite)  to  (41) ;  2d:  to  (41)  or  returned  to  same  jig;  tailing 
to  (39). 

39.  Two  No.  2  unwatering  boxes.    Spigot  to  (40) ;  overflow  to  (45). 

40.  Two  No.  46  jigs.  2-sieve  Harz  jigs.  Ist  hutch  to  (41)  or  returned  to 
same  jig;  2d  returned  to  same  jig;  tailings  to  (44). 

41.  From  (36),  (36),  (37),  (38)  and  (40).  One  No.  7  platform  elevator, 
to  (42). 

42.  One  No.  2  drier,  like  (6)  except  that  it  has  no  scrapers  and  only  three 
chutes.     By  No.  8  bucket  elevator  to  (43). 

43.  From  (30),  (34)  and  (42).  Seven  No.  4  bins  for  concentrates,  four  being 
for  franklinite  and  three  for  willemite  and  zincite,  each  14  feet  long,  10^  feet  wide, 
and  9^  feet  deep,  with  a  capacity  of  100  tons.  The  franklinite  is  shipped  to  fur- 
naces to  be  worked  for  zinc  oxide  and  spiegeleisen.  The  zincite  and  willemite  go 
to  the  spelter  furnace. 

44.  From  (35),  (36),  (37)  and  (40).  Two  No.  1  unwatering  boxes.  Spig- 
ots wheeled  to  waste  dump;  overflow  to  (45). 

45.  From  (39)  and  (44).     Waste  launder  to  creek. 

Power  is  furnished  by  two  boilers  18  feet  long,  66  inches  diameter,  with  tubes 
4|  inches  diameter  and  running  under  a  steam  pressure  of  100  pounds  per 
square  inch.  One  compound  engine  with  cylinders  10  X  20  inches  and  18  X  20 
inches,  making  150  revolutions  per  minute,  cutting  oflp  at  -ft-  stroke  on  the  high 
pressure  cylinder  and  ^  stroke  on  the  low  pressure,  drives  the  crushing  ma- 
chinery. One  compound  engine  with  cylinders  12  X  24  inches  and  22  X  24 
inches,  makingl50  revolutions  per  minute,  cutting  off  at  -f^  stroke  on  the  high 
pressure  cylinder  and  ^  stroke  on  the  low  pressure,  dtives  the  concentrating 
machinery  and  the  dynamos.  There  are  two  compound  wound  multipolar  25- 
kilowatt  dynamos  made  by  the  Eddv  Electric  Manufacturing  Company,  each 
generating  480  amperes  with  52  volts  and  used  for  the  magnetic  separators 
and  electric  lip^hts  in  series  or  in  parallel. 

The  fine  tailings  of  No.  7  separator  (30)  contain  2.5%  iron,  5%  manganese, 
and  42  to  44%  zinc.  The  coarse  jig  concentrates  contain  1.5  to  2%  iron, and 
3  to  5%  manganese.  Owing  to  difference  in  friabilitv  the  coarse  jig  concentrates 
are  willemite  and  the  fine  jig  concentrates  are  zincite  with  some  willemite. 
One  hundrod  tons  of  ore  yield  about  56  tons  of  clean  franklinite,  30  tons  of  wil- 
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lemite  and  zincite,  and  14  tons  of  waste  tailings.  The  ore  in  one  particular  run 
contained  31.099{>  of  oidde  of  zinc  (ZnO),  20.34%  iron  and  9.349b  manganese; 
the  franklinite  concentrates  contained  24.3&%  oxide  of  zinc,  35.50%  iron  and 
13.62%  manganese;  the  willemite  and  zincite  contained  60%  oxide  of  zinc, 
1.50%  iron  and  6.10%  manganese;  the  waste  tailings  contained  4%  oxide  of 
zinc. 

The  concentrating  part  of  this  mill,  beginning  with  No.  1  separators  (18)  is 
in  two  independent  sections.  Graded  crashing  and  sizing  to  avoid  fines  is  well 
illustrated  in  the  crushing  part  of  this  mill.  The  duplex  breaker  (9)  was 
installed  to  crush  two  grades  of  material  from  the  picking  belt  separately  if 
desired.  The  mill  has  h^n  considerably  changed  during  its  process  of  develop- 
ment and  an  outline  will  therefore  be  given  of  its  present  arrangement. 

§  776.  Mill  No.  92  in  its  Improved  Form*— {See  Pigs.  523a  and  5236.)— The 
ore  is  dumped  to  ( 1 ) . 

1;  Grizzly  with  1  J-inch  spaces.     Oversize  to  (2)  ;  underrsize  to  (10). 

2.  Receiving  floor.     By  shovel  to  (3). 

3.  One  No.  1  Blake  breaker,  15  X  30  inches,  crushing  to  4  inches.     To  (4). 

4.  One  No.  1  fixed  inclined  screen  with  25-mm.  slots.  Oversize  and  undersize 
to  (5),  the  former  being  above  the  latter. 

6.  From  (4)  and  (10).  A  rubber  picking  belt.  Waste  rock  to  dump;  residue 
to  (6). 

6.  One  No.  2  Blake  breaker,  6  X  20  inches  duplex,  crushing  to  f  inch.  To 
(7). 

7.  Two  No.  1  trommels  with  6.4-mm.  square  holes.  Oversize  to  (8) ;  undersize 
to  (9). 

8.  Two  pairs  of  No.  1  rolls,  30  X  15  inches,  set  close  together.    To  (9). 

9.  From  (7)  and  (8).     One  No.  1  bucket  elevator.     To  (11). 

10.  From  (1).  One  No.  2  fixed  inclined  screen  with  12.7-mm.  holes.  Over- 
size to  (6) ;  undersize  by  No.  1  belt  conveyor  to  (11). 

11.  From  (9)  and  (10).     An  Edison  drier.     By  conveyor  and  chute  to  (12). 

12.  Four  No.  2  trommels  with  2.2-mm.  square  holes.  Oversize  to  (13) ;  under- 
size to  (14). 

13.  Two  pairs  of  No.  2  rolls,  24  X  16  inches,  set  close  together.     To  (14). 

14.  From  (12)  and  (13).     One  No.  2  bucket  elevator.     To  (15). 

15.  Four  No.  3  trommels  for  No.  2  rolls  with  1.5-mm.  square  holes.  Over- 
size to  (16)  ;  undersize  to  (19). 

16.  One  No.  4  trommel  with  25.4-mm.  square  holes.  Oversize  (sticks,  etc.) 
to  waste ;  undersize  to  (17). 

17.  From  (16)  and  (18).  One  pair  of  No.  3  rolls,  24  X  14  inches,  set  close 
together.    By  No.  3  bucket  elevator  to  (18). 

18.  Two  No.  3  trommels  for  No.  3  rolls  with  1.5-mm.  square  holes.  Oversize 
to  (17)  ;  undersize  to  (19). 

19.  From  (15)  and  (18).  Four  No.  2  rubber  belt  conveyors,  followed  by  two 
No.  3  conveyors  to  (20). 

20.  Six  No.  1  bins  or  circular  tanks.     To  (21). 

21.  Six  No.  1  Wetherill  magnetic  separators.  Heads  by  No.  4  conveyors  an^l 
No.  4  elevators  to  (38) ;  tailings  by  No.  5  conveyors  and  No.  5  elevators  to  (22). 

22.  Two  No.  5  trommels  with  b.94-mm.  square  holes.  Oversize  to  (27)  via 
(26);  undersize  to   (23). 

23.  Two  No.  6  trommels  with  0.81-mm.  square  holes.  Oversize  to  (28)  via 
(26) ;  tmdersize  to  (24). 

24.  Two  No.  7  trommels  with  0.58-mm.  square  holes.  Oversize  to  (29)  via 
(26)  ;  undersize  to  (25).      . •  .  

•  Thte  is  the  mill  that  is  referred  to  M  No.  tt  Id  Chapter!  IX.,  X,  Xin.,  XVI.  sad  XIX. 
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25.  Two  No.  8  trommels  with  0.25-mm.  square  holes.  Oversize  to  (30)  yia 
(26)  ;  undersize  to  (31)  via  (26). 

26.  From  (22),  (23),  (24),  (26).  Ten  No.  2  bins  or  circular  tanks.  Each 
pair  receives  a  trommel  product  and  they  deliver  to  (27),  (28),  (29),  (30)  and 
(31). 

27.  From  (22)  via  (26).  Six  No.  2  Wetherill  magnetic  separators  arranged 
in  two  rows  with  three  in  series  in  each  row.  Heads  of  all  three  magnets  con- 
veyed to  N9.  4  conveyors  and  thence  by  No.  4  elevators  to  ^38) ;  tailings  of  Ist 
magnet  elevated  to  2a  magnet;  tailings  of  2d  magnet  elevatea  to  3d  magnet;  tail- 
ings of  3d  magnet  to  (32). 

28.  From  (23)  via  (26).  Six  No.  3  Wetherill  magnetic  separators  arranged 
in  two  rows  with  three  in  series  in  each  row.  Products  like  (27)  except  tailings 
of  3d  magnet  to  (33). 

29.  From  (24)  via  (26).  Six  No.  4  Wetherill  magnetic  separators  arranged 
in  two  rows  with  three  in  series  in  each  row.  Products  like  (27)  except  tailings 
of  3d  magnet  to  (34). 

30.  From  (25)  via  (26).  Six  No.  5  Wetherill  magnetic  separators  arranged 
in  two  rows  with  three  in  series  in  each  row.  Products  like  (27)  except  tailings 
of  3d  magnet  to  (35). 

31.  From  (25)  via  (26).  Six  No.  6  Wetherill  magnetic  separators  arranged 
in  two  rows  with  three  in  series  in  each  row.  Product  like  (27)  except  tailings 
of  3d  magnet  are  caught  in  a  hopper  and  are  conveyed'  to  No.  6  elevator  and 
thence  to  (40). 

32.  From  (27).  Two  No.  1  jigs.  4-sieve  Harz  jigs.  1st,  2d  and  3d  dis- 
charges to  (39) ;  4th  returned  to  same  jig;  1st,  2d  and  3d  hutches  to  (39)  ;  4tii 
returned  to  same  jig;  tailings  to  (41). 

33.  From  (28).    Two  No.  2  jigs.    4-sieve  Harz  jigs.    Products  like  (32), 

34.  From  (29).  Two  No.  3  jigs.  3-sieve  Harz  jigs.  1st  and  2d  discharges 
to  (39) ;  3d  returned  to  same  jig;  1st  and  2d  hutches  to  (39) ;  3d  returned  ta 
same  jig;  tailings  to  (41). 

35.  From  (30).  Two  No.  4  jigs.  2-sieve  Harz  jiga.  1st  hutch  to  (39) ;  2d 
to  (39)  or  returned  to  same  jig;  tailings  to  (36).  . 

36.  Two  No.  2  un watering  boxes.     Spigot  to  (37) ;  overflow  to  creek  to  vrastc. 

37.  Two  No.  5  jigs.  2-sieve  Harz  jigs.  1st  hutch  to  (39)  or  returned  to 
same  jig;  2d  returned  to  same  jig;  tailings  to  (41). 

38.  From  (21),  (27),  (28),  (29),  (30),  (31).  An  elevating  conveyor  and 
bins  for  f ranklinite  concentrates.     To  furnaces. 

39.  From  (32),  (33),  (34),  (35),  (37).  Cars  and  elevator  to  No.  2  revolv- 
ing cylindrical  drier  and  thence  by  No.  6  bucket  elevator  to  (40). 

40.  From  (31)  and  (39).  Two  bins  for  willemite  and  zincite  concentrates. 
To  furnaces. 

41.  From  (32),  (33),  (34),  (37).  No.  1  unwatering  boxes.  Spigots  by 
cars  and  platform  elevator  to  waste  dump ;  overflow  waste  to  creek. 

One  set  of  figures  of  the  work  done  is  as  follows: 


Percent 
of  Total 
Weight 

Analyrii. 

Iron. 

Zinc. 

Ore 

100 
67.48 

8.58 

% 

% 

% 

Fnmklinite  oonoentrafces 

89.47 
8.80 

18.67 
6.15 

».94 
48.96 
4.19 

Zincite  and  willemite  concentrates. 

Tailings 

This  is  better  work  than  that  done  bv  the  mill  as  originally  started.  There  ia 
about  5%  iron  and  manganese  together  in  pure  willemite  and  zincite  conceit 
trates.  »        . 
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§  777.  A  Second  Mill  has  been  erected  by  this  company  with  a  capacity  of 
1,400  tons  in  24  hours  (really  20  hours  actual  work).  The  general  process  has 
not  varied  but  the  method  of  crushing  has  been  changed  and  also  the  method  of 
sizing  so  that  a  saving  in  cost  of  something  over  $0.10  per  ton  treated  has  been 
effected.     The  ore  is  dumped  to  (1). 

1.  One  pair  of  No.  1  or  Edison's  giant  rolls,  60  X  36  inches.    To  (2). 

2.  One  pair  of  No.  2  or  corrugated  rolls,  36  inches  diameter.  By  No.  1  Bobins 
belt  conveyor  to  (3). 

3.  One  pair  of  No.  3  or  smooth  rolls,  24  inches  diameter.  By  No.  2  Bobins 
belt  conveyor  and  No.  1  bucket  elevator  to  (4). 

4.  No.  1  Edison  fixed  inclined  screens  with  12.7-mm.  slots.  Oversize  (sticks, 
etc.)  to  waste;  undersize  to (5). 

6.  An  Edison  drier.     To  (6). 

6.  From  (5)  and  (7).  Two  pairs  of  No.  4  rolls,  36  inches  diameter.  By 
No.  2  bucket  elevator  to  (7). 

7.  No.  2  Edison  fixed  inclined  screens  with  No.  10  slots.  Oversize  to  (6) ; 
undersize  by  No.  3  Robins  belt  conveyor  to  (8). 

8.  Storage  bins  holding  8,000  tons.  By  one  No.  4  Bobins  belt  conveyor  fol- 
lowed by  two  No.  5  Bobins  belt  conveyors  to  (9). 

9.  Separating  house  made  in  two  sections.  This  is  practically  the  same. as  in 
the  old  mill  except  that  trommels  have  been  discarded  for  Edison  fixed  inclined 
screens  and  the  Bowand  cross  belt  magnetic  separators  are  used.  These  yield 
cleaner  products  as  they  have  removed  the  trouble  caused  by  the  tangling  of  non- 
magnetic particles  with  those  that  are  magnetic. 

§  778.  Mill  No.  93.  Wythe  Lead  and  Zino  Mine  Company,  Austinvillb, 
Virginia. — Capacity  80  tons  in  10  hours.  The  mill  runs  10  hours  per  day,  6' 
days  per  week.  The  ore  consists  of  the  economic  minerals  limonite,  smithsonite, 
willemite  and  cerrusite,  and  a  gangue  of  dolomite  and  quartz.  The  problem  is  to 
save  the  lead,  zinc  and  iron  separately.  The  ore  is  soft  and  is  mined  in  an  open 
cut  and  any  limestone  wall  rock  is  picked  out  before  hoisting.  It  is  dumped 
to  (1). 

1.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  1^  inches.    To  (2). 

2.  One  pair  of  No.  1  rolls,  30  X 14  inches,  set  \  inch  apart.     To  (3). 

3.  A  single  log  washer,  13  feet  long,  making  12  revolutions  per  minute  and 
using  one  horse  power.  The  paddles  are  of  cast  iron,  32  inches  diameter,  weigh 
2,000  pounds  per  set  and  last  for  1,000,000  tons  of  ore.  The  bottoms  are  of 
wood  and  last  indefinitely.    Heads  to  (4) ;  tailings  (clay)  to  waste. 

4.  From  (3)  and  (6).     One  No.  1  bucket  elevator.     To  (5). 

5.  One  No.  1  trommel  with  6-mm.  round  holes.  Oversize  (about  25%)  to 
(6) ;  undersize  (about  75%)  to  (7). 

6.  One  pair  of  No.  2  rolls,  24  X  12  inches,  set  \  inch  apart.     To  (4). 

7.  From  (6).  One  No.  2  trommel  with  3^-mm.  round  holes.  Oversize  to 
(9) ;  undtersize  to  (8). 

8.  One  No.  3  trommel  with  2-mm.  round  holes.  Oversize  to  (10)  ;  undersize 
to  (11). 

9.  From  (7).  Two  No.  1  jigs.  4-sieve  double  Harz  jigs  with  sieves  14  X  28 
inches.  The  early  compartments  make  lead  concentrates  to  lead  furnaces;  the 
products  of  later  compartments  and  the  tailings  are  zinc  and  iron  concentrates 
by  tramway  \  mile  to  (12). 

10.  From  (8).  One  No.  2  jig.  4-8ieve  double  Harz  jig  with  siQves  14  X  28 
inches.     Products  like  (9). 

11.  From  (8).  Three  No.  3  jigs.  4-8ieve  double  Harz  jigs  with  sieves  14  X 
28  inches.    Products  like  (9). 
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12.  From  (9),  (10),  (11).  Two  reverberatory  roasting  furnaces  with  hearths 
7  feet  X  8  or  9  feet,  for  rendering  the  iron  ore  magnetic.     To  (13). 

13.  Cooling  floor  with  area  of  about  1,000  square  feet  The  ore  is  partly 
quenched  with  water  and  goes  by  No.  2  bucket  elevator  to  (14). 

14.  A  Payne  two-drum  magnetic  separator.  Heads  to  iron  blast  furnace ;  tail- 
ings to  zinc  furnace. 

The  lead  concentrates  contain  about  60%  lead,  the  iron  concentrates  contain 
about  48%  iron  and  the  zinc  concentrates  contain  about  36%  zinc  and  4  to  6% 
iron.  One  hundred  tons  of  ore  yield  50  tons  of  clay  washed  off  in  the  log  washer, 
2^  tons  of  lead  concentrates,  12^  tons  of  iron  concentrates,  and  35  tons  of  zinc 
concentrates. 

§  779.  The  Concentration  Works  at  Montbponi,  Sabdinia.**' — ^The  ore 
consists  of  the  economic  minerals  calamine, smitiisonite,  and  ochreous  iron  ore  with 
some  galena,  cerrusite,  siderite,  and  blende,  and  a  gangue  of  limestone  and 
dolomite  with  some  barite.  The  smithsonite  is  very  hard  and  is  found'  mostly 
in  the  crushed  sizes  above  10  mm.  The  calamine  is  friable  and  ferruginous  and 
forms  with  the  ochreous  iron  ore  mixed  iron-zinc  ores  which  are  difficult  to 
separate  in  the  wet  way.  In  the  zinc  dressing  mill  these  mixed  ores  gradually 
work  down  into  the  finer  sizes  and  form  middlings  which  go  to  the  magnetic  sep- 
aration; some  of  the  iron-zinc  ores  are  so  light  that  they  go  with  the  gangue  as 
waste.  The  galena  is  very  compact  and  acts  similar  to  the  smithsonite.  It  car- 
ries 0.2%  silver.  The  cerrusite  is  friable  and  is  found  in  the  finest  crushed 
sizes.     It  is  poor  in  silver. 

For  twenty  years  previous  to  1886  the  company  used  no  concentration  beyond 
hand  picking  and  during  this  time  they  accumulated  225,000  metric  tons  of  ma- 
terial on  the  surface  containing  13%  zinc,  100,000  metric  tons  of  material  in 
the  mine  containing  18%  zinc,  and  300,000  tons  of  unbroken  ore  in  the  mine 
containing  12%  zinc.  Lead  is  present  in  amounts  varying  from  \  to  2%. 
From  tests  it  was  calculated  that  the  above  626,000  metric  tons  could  be  con- 
centrated to  yield  517,000  tons  of  tailings  with  9%  zinc  and  108,000  tons  of 
raw  zinc  concentrates  with  34%  zinc  or  80,000  tons  of  calcined  zinc  concentrates 
with  46%  zinc. 

The  ore  from  the  mine  to-day  is  divided  into  the  following  classes,  the 
division  between  rich  ore  and  poor  ore  being  roughly  made  at  25%  zinc:  (fl) 
zinc  ores  containing  over  25%  zinc,  averaging  34.5%  zinc,  go  straight  to  the 
calcining  furnace;  (&)  granulated  cerrusite  containing  60%  lead  and  some  sil- 
ver goes  to  lead  smelter;  (c)  smithsonite  containing  70%  lead  and  0.2%  silver 
goes  separately  to  lead  smelter;  (d)  ferruginous  ore  with  26%  zinc  and!  40% 
iron  oxide  goes  to  the  magnetic  mill;  (c)  mixed  ores  and  fines  with  13%  zinc 
go  to  the  zinc  mill;  {f)  clay  with  8.5%  zinc  is  thrown  aside;  (g)  waste  mate- 
rial with  2%  zinc  goes  to  the  dump. 

Zinc  MUL 

Capacity  210  metric  tons  per  day  (probably  10  hours).  The  material  is 
brought  in  little  wagons,  each  holding  0.5  cubic  meter  (1,500  pounds)  and 
dumped  into  (1). 

1.  Two  horizontal  grizzlies  with  100-mm.  spaces.  Oversize  hand  picked  into 
lead  concentrates  to  (23),  zinc  concentrates  to  (24),  and  residue  or  mixed  ore 
to  (2) ;  undersize  to  two  hoppers  with  feeders  at  the  bottom,  to  (3). 

2.  From  (1)  and  (4).     One  Blake  breaker.     By  No.  1  bucket  elevator  to  (1). 

3.  From  (1).  Two  sets  of  inclined  shaking  screens,  each  set  having  a  30-mm. 
screen  3.3  m.  long  above,  and  an  8-mm.  screen  2.7  m.  long  below.     Two  hundred 
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liters  of  water  per  minute  come  to  each  set.     Over  30  mm.  by  two  steel  conveying 
belts  to  (4) ;  through  30  on  8  mm.  to  (6)  ;  through  8  mm.  to  (12). 

4.  Two  steel  picking  belts.  Lead  concentrates  to  (23) ;  zinc  concentrates  to 
(24) ;  mixed  ores  by  No.  2  bucket  elevator  to  (2) ;  residue  (waste)  to  waste  bin 
and  llience  by  wagons  to  dump. 

5.  From  (3)  and  (11).  Two  No.  1  trommels.  Sectional  with  8  and  16-mm. 
holes.  Over  16  mm.  to  (6) ;  through  16  on  8  mm.  to  (7)  ;  through  8  mm.  to 
(13). 

6..  Eight  No.  1  jigs.     1-sieve  Ferraris  intermediate  jigs.     Some  skimmings 
(lead  concentrates)  removed  nJaily  to  (23)  ;  some  discharges  (zinc  concentrates) 
to   (24) ;  some  skimmings  and  discharges   (mixed  free  grains)   to  (8) ;  some 
skimmings  and  discharges  (included  grains)  to  (10)  ;  hutches  to  (15)  ;  tailing^ 
to  (25). 

7.  From  (5)  and  (12).  Four  No.  2  jigs,  l-sieve  Ferraris  intermediate 
jigs.     Products  like  (6). 

a.  From  (6)  and  (7).     One  No.  3  bucket  elevator.    To  (9). 

9.  Four  No.  3  jigs.  Two  5-sieve  jigs  and  two  l-sieve  jigs.  Lead  concentrates^ 
to  (23) ;  middlings  to  (10)  ;  probably  also  zinc  concentrates  to  (24)  and  hutches 
to  (15). 

10.  From  (6),  (7),  (9).  One  No.  4  bucket  elevator  followed  by  one  No.  5 
bucket  elevator  and  automatic  feeder  to  (11). 

11.  One  pair  of  rolls.     By  No.  6  bucket  elevator  to  (5). 

12.  From  (3).  One  No.  2  conical  trommel  with  8-nmi.  holes.  Oversize  to 
(7) ;  undersize  to  (13). 

13.  From  (5)  and  (12).  Four  No.  1  Ferraris  hydraulic  classifiers  in  series^ 
each  with  one  spigot.     Spigots  to  (14)  ;  overflow  to  (17). 

14.  Four  No.  4  jigs.  5-sieve  Ferraris  jigs.  Some  discharges  and  hutches 
(lead  concentrates)  to  (23) ;  some  (zinc  concentrates)  to  (24)  ;  some  (mixed 
free  grains)  to  (15) ;  some  (included  grains)  to  (20) ;  tailings  to  (25). 

15.  From  (6),  (7),  (9)  and  (14).     A  hopper  shaped  bin.     To  (16). 

16.  One  No.  3  trommel.  Oversize  (small  in  amount)  probably  to  (21)  ; 
imdersize  to  (17). 

17.  From  (13),  (16)  and  (22).  One  box  classifier  in  the  form  of  a  pointed 
box.  Spigot  to  (18) ;  overflow  to  settling  tanks  to  be  pumped  back  and  used 
over. 

18.  Six  No.  2  Ferraris  hydraulic  classifiers  in  series,  each  with  one  spigot. 
Spigots  to  (19) ;  overflow  probably  to  a  settling  tank. 

19.  Six  No.  6  jigs.  5-sieve  Ferraris  jigs.  Lead  concentrates  to  f23) ;  zinc 
concentrates  to  (24)  ;  mixed  free  grains  to  (22)  ;  included  grains  to  (20)  ;  tail- 
ings to  (25). 

20.  From  (14)  and  (19).     One  No.  7  bucket  elevator.     To  (21). 

21.  From  (16)  and  (20).  One  fine  crusher  built  like  a  jaw  breaker  but 
having  also  a  lateral  movement  of  the  jaws.     To  (22). 

22.  From  (19)  and  (21).     One  No.  8  bucket  elevator.     To  (17). 

23.  From  (1),  (4),  (6),  (7),  (9),  (14),  (19).  The  lead  concentrates  from 
the  jigs  are  caught  in  pails  or  little  settling  tanks  below  each  jig  and  are 
shoveled  out  into  wagons  and,  together  with  tiie  hand  picked  lead  concentrates, 
go  to  the  lead  smelter. 

24.  From  (1),  (4),  (6),  (7),  (9),  (14),  (19).  The  zinc  concentrates  are 
collected  in  the  same  way  as  the  lead  concentrates  and  go  to  calcining  furnaces 
where  the  moisture  and  carbon  dioxide  are  driven  off  and  the  product  is  then 
ground. 

25.  From  (6),  (7),  (14),  (19).    Tailings  of  the  jigs  are  caught  in  little 
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settling  boxes  and  thence  go  by  wagons  to  the  waste  dump,  or  some  of  the 
products  are  rich  enough  to  go  to  the  magnetic  mill. 

All  the  overflows  of  the  classifiers  and  of  the  settling  boxes  for  the  jig 
products  previous  to  paragraph  (17)  are  delivered  to  the  pointed  box  (17). 
The  overflow  of  this  is  collected  in  a  settling  tank  6X6X5  meters  deep 
and  having  a  hopper  bottom  and  gate  for  the  periodical  removal  of  the  settled 
mud.  Pour  centrifugal  pumps  in  two  sets  with  two  pumps  in  series  in  each  set, 
each  set  run  alternately,  lift  the  water  from  this  tank  to  one  of  the  two  supply 
tanks  at  the  top  of  the  mill.  Water  from  the  mine  pump  is  delivered  to  a  tank 
in  the  mill  and  is  lifted  by  two  centrifugal  pumps,  run  alternately,  to  the  other 
supply  tank  at  the  top  of  the  mill.  One  of  these  supply  tanks  supplies  the 
shaking  screens,  the  Nos.  1,  2  and  3  jigs  and  the  hydraulic  classifiers;  the  other 
supplies  the  trommels  and  the  rest  of  the  jigs.  The  mill  uses  3,500  liters  of 
water  per  minute  of  which  1,500  liters  come  from  the  mine  pump  and  2,000  liters 
are  repumped  in  the  mill. 

Power  is  supplied  by  a  steam  engine  with  two  cylinders,  each  400  mm.  diam- 
eter and  750  inm.  long.  The  mill,  together  with  its  electric  lights,  requires  about 
100  horse  power. 

The  ore  coming  to  the  mill  averages  12%  zinc  and  the  daily  product  of  cal- 
cined zinc  concentrates  from  the  mill  amounts  to  18.609  tons  containing  46% 
zinc.  The  concentrates  before  calcining  contain  34%  zinc.  The  average  of  the 
total  ore  mined  is  13.32%  zinc  and  the  total  daily  product  of  calcined  zinc  con- 
centrates from  rich  ore  and  the  mill  is  26.822  metric  tons  containing  46%  zinc. 
In  1899  the  company  produced  13,000  metric  tons  of  calcined  zinc  concentrates, 
3,000  tons  of  metallic  lead  and  3,000  kilos  of  silver.  '  ' 

Magnetic  MillV'' 

The  material  treated  is  the  mixed  zinc-iron  ore  from  the  mine  and  from  the 
zinc  mill.    It  is  brought  by  No.  1  bucket  elevator  to  (1). 

1.  Three  continuous  revolving  furnaces  having  the  flame  passing  through  them. 
They  slope' 3**  35'  and  make  16  revolutions  per  hour.  The  grate  has  an  area 
of  1.5  sq.  m.  and  has  a  deep  fire  supplied  by  an  air  blast.  The  ore  passes  through 
the  furnace  in  about  six  hours.    The  roasted  product  goes  to  (2). 

2.  From  (1)  and  (5).    One  No.  2  bucket  elevator.    To  (3). 

3.  A  sectional  trommel  having  1,  1.6,  3  and  6-nmi.  holes.  Over  6  mnu  to 
(4) ;  other  four  sizes  by  four  little  feeders  to  (6). 

4.  From  (3)  and  (6).    One  No.  3  bucket  elevator.    To  (5). 

5.  One  pair  of  rolls.    To  (2). 

6.  From  (3).  Four  Ferraris  magnetic  separators.  Heads  (zinc  concen- 
trates) to  (7) ;  middlings  to  (4) ;  tailings  (iron  ore)  to  dump. 

7.  The  zinc  concentrates  go  straight  to  market  except  the  material  below 
1  mm.  which  contains  so  much  dolomite  that  it  has  to  be  jigged. 

A  d3mamo  with  12  amperes  and  60  volts  runs  the  magnetic  separators  and  the 
electric  lights. 

The  ore  contains  about  26%  zinc  and  10%  iron.  During  the  first  year  the 
plant  treated  5,000  tons,  and  yielded  1,530  tons  of  zinc  concentrates  containing 
41.7%  zinc.  Since  then  they  have  improved  the  work  so  that  they  get  concen- 
trates with  45%  zinc. 

Fine  Concentration  Plant.*^^ 

This  was  built  after  the  zinc  mill  and  has  a  capacity  of  20  tons  in  ll  hours. 
The  material  treated  is  probably  some  of  the  fine  products  from  the  zinc  toill, 
containing  calamine,  cerrusite  and  galena,  and  gangue.  It  is  first  feized  in  a 
trommel  with  1  or  1.5-mm.  holes.    The  oversize  passes  to  a  5-sieve  jig  and  the 
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imdersize  is  fed  to  a  Ferraris  classifier  which  yields  spigot  product  to  a  second 
5-6ieve  jig  and  overflow  to  a  box  classifier  {spiizkasten) .  The  latter  makes  three 
products  which  are  separated  on  Ferraris  tables. 

{x)    MILLS   NOT  ALREADY   CLASSIFIED. 

This  includes  the  sampling  and  fine  crushing  Mill  94,  the  Elmore  oil 
concentration  mill  and  the  treatment  of  miscellaneous  substances  including 
chromite^  quicksilver  ores^  graphite,  clay  and  kaolin,  corundum  and  emery, 
asbestos,  diamonds  and  tinstone.  Many  others  might  be  taken  up  but  as  a  rule 
they  are  of  only  local  importance  in  comparison  with  the  metal  bearing  ores. 
Foster^^  gives  a  short  account  of  the  treatment  of  several  of  them  such  as  amber, 
asphalt,  salt,  slate,  stone,  etc. 

§  780.  Mill  No.  94.  Leadville  Gold  and  Silver  Extraction  Company, 
liKADViLLE,  COLORADO.* — (See  Figs.  524(1-6246.) — Capacity  estimated  to  be  60 
tons  in  10  hours  to  30  mesh,  or  75  tons  to  20  mesh,  but  the  ore  had  10%  moisture 
so  that  the  drier  was  inadequate  and  the  capacity  of  the  mill  was  thereby  limited 
to  76  tons  in  24  hours.  The  mill  ran  24  hours  per  day.  The  ore  consisted  of 
the  economic  minerals  native  gold  and  cerrusite  and  a  gangue  of  partly  decom- 
posed gray  porphyry  containing  more  or  less  kaolin  and  stained  with  oxide  of 
iron.  The  problem  was  to  save  the  gold  by  cyanide.  The  ore  came  by  wagons 
or  railroad  cars  and,  when  not  to  be  immediately  treated,  was  shoveled  to  (1)  or 
(2);  otherwise  wheeled  to  (3). 

1.  Receiving  floor  for  storage.     To  (3). 

2.  No.  1  bins  for  storage.    To  (3). 

3.  A  Briart  bar  screen  with  IJ-inch  spaces,  also  serving  as  a  feeder.  Over- 
size to  (4) ;  undcrsize  to  (6). 

4.  One  No.  1  Blake  breaker,  9  X  15  inches,  crushing  to  1^  inches.    To  (5), 

5.  From  (3)  and  (4).  Shaking  screen  with  }-inch  round  holes.  Oversize  to 
(6) ;  undersize  to  (7). 

6.  No.  2  Blake  breaker,  5  X  30  inches,  crushing  to  f  inch  or  less.    To  (7). 

7.  From  (5)  and  (6)  and  sometimes  (8)  and  (10).  No.  1  elevator,  lifting 
40  feet.    To  (8). 

8.  A  Vezin  sampler.  It  yields  f  (rejected  ore)  to  (11)  and  ^  (sample)  to 
(9)  if  the  quantity  is  small,  or,  if  large,  to  No.  3  bin  holding  10  tp  16  tons.  In 
the  latter  case  it  then  goes  by  chute  to  No.  1  elevator  (7)  and' through  the  sampler 
a  second  time,  yielding  again  |  (rejected  ore)  to  (11)  and  |  (sample)  to  (9).  If 
however  it  is  still  too  large  it  goes  to  No.  4  bin  holding  4  or  6  tons  and  thence  by 
chute  to  No.  1  elevator  (7)  and  sampler  a  third  time,  which  yields  J  to  (11)  and 
4  to  (9). 

9.  One  pair  of  No.  1  rolls,  20  X  12  inches,  set  4  inch  apart  when  crushing. 
To  (10). 

10.  Sampling  floor.  The  ore  is  cut  down  by  riffle  samplers  or  by  frfictional 
selection,  dried  if  necessary,  ground  finer  in  a  sample  grinder,  cut  down  further 
and  finished  on  a  bucking  plate.  Sample  to  assayer;  rejected  ore  wheeled  to 
(12)  or  fed  to  No.  1  elevator  (7)  which  delivers  all  of  it  to  (11),  the  sampler 
(8)  being  thrown  out  of  action  during  this  short  operation. 

11.  From  (8).  Five  No.  2  bins  holding  37,600,  43,000,  59,000,  75,000  and 
75,000  pounds  respectivelv.  By  gates  and  cars  holding  1,400  pounds  each  to 
(12). 

12.  Prom  (10)  and  (11).    A  Hcndy  feeder.    To  (13). 

13.  An  Argall  4-tube  drier.    By  No.  2  bucket  elevator,  lifting  44  feet,  to  (14). 

*  The  whole  plant  included  sampling,  fine  orushini^  and  cyanldinKi  hut  the  last  is  onUtted  hen  as  being 
cmtside  the  proTwoe  of  ore  dressing. 
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14.  From  (13)  and  (16).  One  No.  1  trommel.  Sectional  with  1-inch  round 
holes  and  4-me8h  square  holes.  Over  1  inch  to  (15) ;  through  1  inch  on  4  mesh 
to  (16) ;  through  4  mesh  to  (17). 


Fio.  524a. — SECTION  or  sampling  pabt  of  mill  94  on  ABCD 
OF  Fio.  5246. 


fig.  524&. — PLAN  OF  SAMPLING  PART  OF  MILL  94. 

15.  Picking  bin.    Bolts,  pick  points,  etc.,  to  waste;  residue  to  (16). 

16.  Prom  (14),  (15)  and  (25).    One  pair  of  No.  2  rolls,  27  X  14  inches,  set 
i  inch  apart  when  crushing.    By  No.  3  bucket  elevator,  lifting  36  feefc|fe».  (14). 
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17.  From  (14)  and  (19).    No.  4  bucket  elevator  lifting  35  feet.    To  (18). 

18.  Two  No.  2  trommels.     Sectional  with  0.13  and  0.07-inch  square  holes. 


^^ 


^^      ^ 


Cni^Dlf  Hill  Fltwr 


PIG.  624c. — SECTION  ON  EF  OP  PIG.  5246. 

Over  0.13   inch    (chips,  strings,  etc.)    to    (25) ;  through   0.13  on   0.07   inch 
to  (19) ;  through  0.07  inch  to  (20). 

19.  One  pair  of  No.  3  rolls,  27  X  14  inches,  set  almost  close  together.     To 

(17). 

20.  From  (18)  and  (22).    No.  5  bucket  elevator  lifting  35  feet.    To  (21). 

21.  Four  No.  3  trommels  with  0.03-inch  square  holes.  Oversize  to  (22) ; 
undersize  to  (23). 

22.  One  pair  of  No.  4  rolls,  27  X  14  inches,  set  almost  close  1»gether.f  To  (^) . 

23.  From  (21)  and  (26).  No.  6  bucket  elevator,  lifting  45  feet.  3y  screw 
conveyor  to  (24). 

24.  Six  No.  5  bins  holding  46  to  50  tons  each.  By  gate  and  car  to  Cyanide 
plant. 

25.  From  (18).  Floor.  StufiE  is  here  cleaned  up  periodically  and  yields 
refuse  (chips,  strings,  etc.)  to  waste,  and  residue  to  (16). 

26.  Dust  chamber  and  exhaust  fan.  This  sucks  dust  from  all  elevator,  trom- 
mel and  rolls  casings.    Settlings  to  (23) ;  fine  dust  to  waste.  . .   » 

The  power  was  furnished  by  a  Porter- Allen  engine  rated  at  170  horse  power 
with  a  cylinder  12  X  20  inches,  running  under  85  pouiids  steam  pressure  with  cut 
off  at  J  stroke.  The  total  power  required  by  the  iiiill  was  estimated  to  be  107 
horse  power. 
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This  mill  is  a  most  excellent  example  of  the  use  of  graded  fine  crushing  to 
avoid  the  formation  of  slimes.  Each  particle  that  is  crushed  sufficiently  fine  is 
immediately  sifted  out  and  removed  from  further  crushing.  Also  each  pair  of 
rolls  cleans  up  its  own  oversize,  that  is  the  particles  which  are  not  crushed  suffi- 
ciently fine  by  their  first  passage  through  a  pair  of  rolls  are  returned  to  the 
same  pair  until  they  are  so  crushed. 

§  781.  Elmore  Oil  Concentration  Mill  at  the  Glasdir  Mine,  Dolgelly, 
Wales.*** — Capacity  50  tons  per  day  (probably  24  hours).  The  ore  consists  of 
the  economic  mineral  chalcopyrite^  finely  disseminated,  and  a  gangue  of  hardened 
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FIG.  624d. — section  of  crushing  part  of  mill  94  on  CD  of  fig.  624«. 

slate.    The  problem  is  to  save  the  copper  and  its  accompanying  gold  and  silver. 
The  ore  is  delivered  to  ( 1 ) . 

1.  A  Comet  breaker.     To  (2). 

2.  A  trommel.     Oversize  to  (3) ;  undersize  to  (5). 

3.  Jaw  breakers.     To  ( 4 ) . 

4.  Rolls.     To  (5). 

6.  From  (2)  and  (4).     Three  5-foot  Huntington  mills  using  screens  with  No. 
6  needle  slot,  equivalent  to  30  mesh.     To  (6). 

6.  Four  No.  1  mixing  drums,  to  which  oil  is  added.     To  (7). 
;   7.  Four  No,  1  smail  Settling  boxes.     Spieots  to  (8)  ;  overflow  to  (12). 

8.  Four  No.  2  mixing  drums,  to  which  oil  is  added.     To  (9). 

9.  Four  No.  2  small  settling  boxes.     Spigots  to  (10)  ;  overflow  to  (12). 
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10.  Four  No.  3  mixing  dnims,  to  which  oil  is  added.     To  (11). 

11.  Four  No.  3  small  settling  boxes.     Spigots  to  waste  dump;  overflow  to 
(12). 

12.  From  (7),  (9)  and:  (11).     Two  No.  4  large  settling  boxes.     Spigots  to 
waste  dump;  overflow  to  (13). 

13.  Two  large  centrifugal  hydro-extractors  with  solid  baskets.     Water  and  oil, 
as  overflow,  to  (15) ;  mineral,  in  the  baskets,  to  (14). 

14.  One  small  hycbro-extractor  with  perforated  basket.     Mineral,  in  the  basket, 
to  smelter;  oil  and  water,  through  the  perforations,  to  (15). 


PIG.    524c. — SECTION    ON    AB    OF    FIG.    524d. 


15.  Settling  tanks  for  oil.  Oil  pumped  up  to  four  storage  tanks  to  be  used 
over ;  water  settles  to  bottom  and  is  run  off  periodically  to  waste. 

One  set  of  figures  on  the  low  grade  ore  shows  it  to  contain  0.04  ounce  gold  and 
0.7  ounce  silver  per  ton  of  2,000  pounds  and  a  little  over  1%  copper.  For 
further  data  on  the  work  of  this  mill  see  §  617. 

§  782.  Chromite. — This  is  commonly  associated  with  a  serpentine  gangue. 
and  the  difference  in  specific  gravity  is  suflScient  to  allow  a  good  separation.^ 
Fine  dissemination  is  the  rule  and  this  makes  fine  crushing  necessary  (20  to  40 
mesh)  and  produces  middlings  which  are  difficult  to  treat.  Moreover  the  depos- 
its are  irregular  and  their  extent  does  not  warrant  anything  more  than  a  simple 
mill,  something  after  the  style  of  Mill  50.  r 

The  practice  in  various  parts  of  the  world  is  as  follows :     In  Austria,  a  rock 
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breaker  and  gravity  stamps  do  the  crushing  while  the  washing  is  done  in  trough 
washers.  In  New  Caledonia  the  gangue  is  soft  and  trough  washers  alone  are 
used  without  any  previous  crushing;  one  operator  uses  also  a  round  huddle  to 
treat  the  tailings  of  the  trough  washers.  A  mill  in  California  had  a  rock  breaker, 
a  6-foot  Huntington  mill  and  four  Woodbury  vanners.  In  some  of  the  Canadian 
mills  the  coarsest  of  the  crushed  ores  is  jigged  while  the  finer  material  is  treated 
on  tables  of  the  Wilfley  type. 

§  783.  The  Dressing  of  Quicksilver  Ores. — The  chief  mineral  of  quicksil- 
ver is  cinnabar,  which  although  of  high  specific  gravity,  is  yet  so  soft  that  it 
slimes  badly  when  crushed  and  causes  a  large  loss  whenever  wet  concentration  is 
attempted.  Moreover  with  the  modem  furnaces  the  cost  of  extracting  quick- 
silver from  its  ores  without  concentration  is  stated  to  be  no  more  than  tiie  cost 
of  concentration  alone.  For  these  reasons  the  only  treatment  given  to  quick- 
silver ores  in  this  country  is  to  crush  them  in  jaw  breakers  and  dry  them.  They 
are  then  ready  for  the  furnace. 

At  Idria,  Austria,**^  the  method  of  preparing  the  ore  for  the  furnaces  is  to  crush 
it  dry  in  rock  breakers  and  then  to  subject  it  to  hand  picking  and  sizing  by 
screens.  Average  figures  show  that  out  of  100  tons  of  concentrated  material 
there  are  41.5  tons  of  coarse  material  (over  20  mm.)  assaying  0.35%  quicksilver, 
64.1  tons  of  fine- material  assaying  0.67%  quicksilver  and  also  4.4  tons  of  high 
grade  stuff  assaying  8.4%  quicksilver.  During  the  last  year  recorded  the 
undressed  ore  was  raised  from  0.6%  quicksilver  to  an  average  of  0.85%  by  the 
dressing. 

Wet  concentration  has  been  used  upon  quicksilver  ores  in  Tuicany.  At  the 
Ct^macchino  mine**^  the  ore  was  first  treated  in  washing  troughs  to  remove  the 
fines.  These  were  settled  in  a  labyrinth  and  according  to  their  quality  they  were 
sent  either  to  the  furnaces  or  to  the  rectangular  slime  table  mentioned  below  or  to 
waste.  The  coarse  ore  from  the  troughs  was  sized  by  a  10-mm.  trommel  and  the 
oversize  hand  picked  into  ore  for  the  furnaces  and  waste  to  the  dump,  while  the 
undersize  was  treated  on  hand  jigs  which  yielded  coarse  concentrates  to  the  fur- 
naces, hutch  product  to  the  rectangular  slime  table  and  tailings  to  waste.  The 
slime  table  made  products  of  different  grades  to  different  furnaces.  The  mill 
contained  15  trough  washers,  16  hand  jigs  and  4  rectangular  slime  tables  and 
employed  45  women  and  4  men.  Its  capacity  was  20  to  40  tons  in  11  hours.  The 
ore  was  very  rich,  the  heads  of  the  slime  tables  containing  from  15  to  35%  mer- 
cury. Tailings  of  the  slime  tables  contained  0A9%  mercury  and  the  jig  tailings 
contained  0.97%  mercury.  At  the  present  time  these  tailings  can  be  roasted  at  a 
profit  and  the  presumption  is  that  concentration  is  no  longer  practiced,  but  the 
author  is  unable  to  state  so  positively. 

§  784.  Graphite  Dressing. — This  differs  from  the  usual  problem  in  ore  dress- 
ing in  that  the  values  are  lighter  than  the  waste.  Graphite  possesses  two  proper- 
ties which  allow  the  use  of  special  processes  in  its  separation.  Its  softness  causes 
it  to  crush  finer  than  the  gangue  and^  this  tocr^^ther  with  its  low  specific  gravity 
makes  a  separation  possible  by  disintegration  followed  by  settling  or  elutriation. 
The  tendency  of  graphite  in  many  cases  to  break  into  flakes  when  crushed  while 
^e  gangue  breaks  into  rounded  particles  makes  a  separation  possible  by  disin- 
tegration followed  by  screening. 

Near  Passau,  Bavaria.  Germanv,  there  is  a  deposit  of  ^aphite  associated  with 
gneiss,  quartz  and  feldspar."*  After  a  certain  amount  of  hand  picking,  the  softer 
ore  is  ground  in  horizontal  mills  of  the  buhrstone  type  and  the  harder  ore  by 
stamps  or  edge  stone  mills.  The  erraphite  on  account  of  its  scaly  form  is  nci 
ground  so  fine  as  the  other  minerals,  and  can,  therefore,  be  separated  bv  sifting* 
on  bolting  silk  or  by  using  an  air  blast.  The  concentration  is  done  dry.  The 
product  is  high  grade  but  there  is  a  large  loss  in  the  tailings.     The  best  ore  con- 
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tains  53.8%  graphite  and  the  best  concentrates  contain  89.^%  graphite.  The 
tailings  vary  from  22.3%  graphite  in  the  poorest  to  36.8%  in  the  richest  The 
impurity  remaining  in  the  concentrates  is  chiefly  mica  which  does  little  harm. 

In  Austria/**"*"^  which  is  the  largest  graphite  producing  country  in  the 
world,  some  of  the  ore  needs  only  hand  picking  or  cobbing  while  other  ore  has  to  be 
concentrated  by  grinding  in  edgestone  mills  with  water  and  passing  the  pulp  over 
a  series  of  settling  tanks.  The  following  description  of  a  mill  in  Bohemia  illus- 
trates the  process.  The  ore  occurs  in  gneiss  for  a  matrix  and  contains  graphite, 
kaolin,  calcite,  quartz  and  pyrite.  It  is  ground  to  fine  pulp  in  two  edgestone 
mills  and  then  passed  over  six  settling  tanks  for  sand,  each  1.5  m.  long,  1  m.  wide 
and  1  m.  deep.  The  gangue  settles  in  these  and  is  removed  periodically  to  waste. 
The  overflow  passes  on  to  eighteen  settling  tanks  for  graphite,  each  6  m.  long,  1 
m.  wide,  and  1.5  m.  deep.  The  graphite  is  allowed  to  accumulate  in  these  to  a 
certain  height,  and  then  the  water  above  the  settlings  is  drawn  off  to  waste  and 
the  graphite  slime  is  discharged  to  the  filter  presses.  The  best  graphite  comes 
from  tl^  last  tank  and  the  quality  deteriorates  from  the  last  tank  to  the  first. 
Usually  only  three  grades  of  product  are  made  so  that  the  products  of  several 
neighboring  tanks  are  thoroughly  mixed  together  before  going  to  the  filter  presses. 
The  slime  is  pumped  through  the  big  presses  under  a  pressure  of  six  atmospheres 
(88  pounds  per  square  inch)  and  each  press  yields  in  12  hours  1,800  to  2,400 
kilos  of  graphite  in  cakes  containing  20%  moisture.  A  press  is  discharged 
every  3  or  4  hours.  The  cakes  are  dried  at  90**  to  100**  C.  for  24  or  30  hours 
and -then  <*rushed  dry  in  edgestone  mills  and  sized  for^he  market.  In  Soutl^em 
BoteS^ia  the  best  grades  Reduced  by  this  method  c($ntain  80  to  ^5%.  car|)on, 
wlniS?  in  Moravia,  where  the  ores  are  of  poorer  quality,  55%  carbon  is  quoted  for 
the  best  grade. 

The  method  of  graphite  dressing  at  Ticonderoga,  New  York,  which  is  the 
source  of  most  of  the  American  output,  is  not  known  to  the  author.  The  ore 
-contains  about  10%  graphite  and  the  concentration  saves  only  50%  of  this. 

At  the  mill  of  the  Philadelphijk  Graphite  Company  at  Chester  Springs,  Penn- 
sylvania, the  graphite  ore  is  crushed  in  rolls  and  then  concentrated  in  a  form  of 
log  washer.  The  concentrated  graphite  is  again  ground  by  rolls  and  prepared  for 
the  market  by  air.  blast  and  sizing  screen.  The  average  rock  is  said  to  contain 
28%  graphite  but  rock  with  10%  can  be  treated  with  a  profit. 

The  process  of  graphite  dressing  in  Alabama  js  copied  after  the  Austrian  mills, 
that  is,  fine  crushing  followed  by  concentration  iu  settling  tanks. 

§  785.  Clay  and  Kaolin  Washing. — The  impurities  to  be  removed  are  sand 
and  pebbles  of  quartz^  pyrite,  mica  and  limestone  and  sometimes  roots.  The 
principle  of  the  separation  is  to  thoroughly  disintegrate  the  clay  with  water — 
sometimes  a  preliminary  crushing  is  necessary — ^and  then  to  float  off  the  fine  clay 
to  settling  tanks  and  leave  behind  the  impurities  which  are  too  heavy  to  be  car- 
ried by  the  water.  Dry  screening  with  fine  screens  has  been  used  to  some  extent 
to  remove  the  coarse  impurities  but  the  washing^  process  is  generally  preferred 
as  being  more  effective.  Since  the  nature  of  the  impurities  may  vary  iti 
different  deposits  and  since  there  may  also  be  a  variation  in  the  quality  of  th<» 
product  that  it  is  desired  to  obtain,  it  follows  that  no  one  machine  or  set  of 
machines  will  be  suited  to  all  deposits.  For  example,  brick  clays  will  not  re- 
quire such  careful  treatment  as  fine  kaolin. 

For  the  preliminary  crushing,  when  practiced,  the  best  machine  seems  to 
be  the  "dry  pan"  which  is  an  edgestone  mill  with  a  perforated  bottom  through 
which  the  crushed  material  is  discharged.  Rolls  have  been  used  but  are  not  so 
satisfactory.  Instead  of  crushing  the  material  the  same  result  may  be  obtained 
by  "weathering^*  it,  that  isj  spreading  it  out  in  thin  layers  and  letting  it  be 
acted  on  by  air,  water  and  frost  for  several  months. 
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The  disintegrating  or  washing  machines  proper  may  be  divided  into  two 
classes,  the  basin  washers  and  the  horizontal  washers.  The  basin  washers,  of 
which  there  are  several  types,  all  consist  of  a  cylindrical  basin  2  or  3  feet 
deep  and  10  or  12  feet  diameter,  in  the  center  of  which  is  a  revolving  vertical 
shaft  to  which  are  attached  radial  arms  carrying  vertical  stirrers.  A  sectional 
view  of  a  basin  washer  together  with  the  centrifugal  pump  which  lifts  the 
overflowing  slime  to  the  settling  tanks  is  shown  in  Fig.  525.  The  action  of 
the  stirrers  and  the  water  thoroughly  disintegrates  the  material  and  the  clay 
and  very  fine  sand  overflow  with  the  water,  while  all  coarse  impurities  settle 
to  the  bottom.  The  machines  may  be  run  with  continuous  feed  or  overflow  or 
they  may  be  charged  and  discharged  intermittently.  Their  disadvantages  are: 
(1)  they  have  to  be  stopped  periodically  to  remove  the  accumulation  of  coarse 
material  in  the  bottom  unless  they  are  equipped  with  continuous  bucket  elevators 
for  this  purpose;  (2)  the  water  hafi  to  do  a  considerable  part  of  the  work  and 
the  machine  works  slowly.  The  horizontal  washers,  called  slumming  machines, 
include  special  forms  of  horizontal  log  washers  and  wash  trommels  which  have 


FIG.  525. — SECTION  OF  A  BASIN  V7A8HER. 

the  material  fed  at  one  end  and  the  fine  clay  and  water  overflow  at  the  other. 
The  impurities  are  left  in  the  machine  to  be  cleaned  out  periodically.  The 
capacity  of  washing  machines  varies  from  30  to  300  cubic  meters  per  hour. 
For  best  results  the  feed  and  the  water  should  be  kept  as  constant  as  possible 
in  order  to  have  the  outflowing  slime  of  the  same  consistency. 

The  slime  from  the  washers  usually  passes  first  through  a  screen  to  remove  anv 
floating  sticks,  etc.,  and  then  it  is  carried  in  troughs  to  the  settling  tanks.  If 
the  slime  is  of  the  proper  quality  as  it  leaves  the  washer,  then  these  troughs 
are  steep  and  of  narrow  cross  section  to  act  the  part  of  launders  and  the  water 
quantity  should  be  only  four  or  five  times  as  much  as  the  clay.  If,  however, 
the  slime  still  contains  some  fine  sand  which  it  is  desirable  to  remove,  then 
these  troughs  are  mad^  with  slierht  slope  and  of  good  width  being  best  divided 
into  sections  with  each  succeeding  section  double  the  width  of  the  precedinfir 
and  having  longitudinal  partitions  to  keep  the  current  uniform.  In  this  last 
case  the  water  quantity  is  higher,  up  to  thirty  times  as  much  as  the  clay,  and 
the  fine  sand  settles  out  just  as  in  a  run. 
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The  settling  of  the  clay  is  done  in  tanks  or  pits.  The  simplest  form  is  an 
earth  excavation  with  a  sandy  bottom  to  soak  away  the  moisture.  For  fine 
grades  of  clay  tanks  of  wood,  stone,  brick  or  cement  are  uded,  sometimes  of 
porous  bricks.  Small,  shallow  tanks  have  the  advantage  that  the  clay  dries 
more  quickly  in  them  and  the  time  of  filling  and  emptying  them  is  less.  Large 
deep  tanks  have  the  advantages  that  so  much  area  is  not  required,  ai>d  the 
product  will  be  of  a  more  uniform  grade.  The  settling  of  the  clay  is  hastened 
in  some  plants  by  putting  a  few  pieces  of  alum  on  the  screen  through  which 
the  slime  passes  as  it  leaves  the  washer. 

In  filling  the  tank  the  slime  should  not  be  fed  at  one  place,  but  should  be 
distributed  uniformly  so  as  to  make  the  settlings  uniform.  When  the  water 
has  settled  clear  it  is  drawn  off  by  removing  plugs  in  the  side  of  the  tank.  The 
depth  of  the  clay  deposit  in  the  tanks  varies  from  8  to  20  inches.  German 
practice  fills  a  tank  from  one  to  four  times  a  year.  At  an  American  brick 
making  plant  there  was  one  slumming  machine  and  fourteen  settling  tanks  each 
with  a  capacity  of  1,200  to  1,400  cubic  feet  of  clay.  The  capacity  of  the  plant 
was  25,000  to  30^000  bricks  per  day,  and  as  1  cubic  foot  of  clay  yields  twenty 
bricks,  each  tank  must  have  been  filled  and  emptied  every  fourteen  days. 

The  drying  of  the  cheaper  grades  of  clay  is  done  by  turning  it  over  by  shovel 
from  time  to  time  in  the  tanks,  and  when  it  is  nearly  dry  it  is  removed  to 
racks  to  finish  the  drying,  or  to  some  form  of  drier  using  heat.  The  more 
valuable  grades  will  allow  the  use  of  filter  presses  and  driers. 

The  sand  which  is  separated  out  from  the  clay  is  often  valuable,  being  used 
to  make  ground  flint  for  potteries  or  to  make  silica  brick.  It  is  not  possible 
to  remove  all  fine  scales  of  mica  by  this  washing  process.  At  one  plant  this 
difficulty  was  overcome  by  screening  the  dried  material  on  fine  bolting  cloth. 

At  the  kaolin  deposits  of  Cornwall  and  Devonshire,  England,  it  is  common 
to  have  a  small  vertical  shaft  in  the  kaolin,  connected  with  another  larger  shaft 
outside  of  the  deposit  by  means  of  a  tunnel  at  the  bottom.  In  the  small  shaft 
is  placed  a  wooden  pipe  having  in  one  of  its  sides  four  1-inch  holes,  12  inches 
beiween  centers  vertically,  and  the  space  outside  the  pipe  is  filled  with  clay 
rammed  down.  A  small  pit  is  dug  about  the  upper  end  of  the  pipe  and  the 
kaolin  is  washed  into  this  pit  from  all  sides  by  running  water,  the  material 
being  first  loosened  with  picks.  The  heavier  sand  (from  3  to  8  tons  to  each 
ton  of  kaolin)  settles  in  the  pit  and'  is  regularly  removed  in  a  car,  while 
everything  else  passes  through  the  holes  of  the  wooden  pipe,  down  and  through 
the  tunnel,  and  is  then  pumped  up  the  large  main  shaft  and  sent  to  the  troughs 
and  settling  tanks.  Where  the  lay  of  the  land  will  permit,  the  pulp  runs  out  of 
the  tunnel  by  gravity  to  the  troughs;  and  a  second  shaft,  made  near  the  first, 
instead  of  at  some  distance,  is  used  to  deliver  the  coarse  sand  from  the  pit  into 
the  tunnel  and  away  to  a  dumping  ground.  The  troughs  are  called  "micas,*'  and 
are  1  to  2  feet  wide,  about  6  inches  deep  and  20  feet  or  more  long.  The  slime 
or  '^slip''  runs  first  into  one  trough,  which  discharges  into  two  other  troughs 
of  the  same  dimensions,  and  so  on.  The  troughs  have  plugs  in  their  bottoms 
to  draw  off  the  sand  and  mica  periodically.  The  settling  tanks  are  circular 
and  are  sometimes  30  to  40  feet  in  diameter  and  T  to  10  feet  deep.  On  the 
side  opposite  the  inlet  there  is  a  gate  having  a  vertical  set  of  holes  which  serve 
as  overflow  for  the  clarified  water.  As  the  deposit  of  kaolin  builds  up,  these 
holes  are  successively  plugeied.  When  a  tank  is  full  of  kaolin  the  "slip*'  is 
turned'  into  another  tank  and  the  gate  on  the  discharge  side  of  the  first  tank 
is  removed.  This  allows  the  upper  liquid  part  of  the  deposit  to  run  into  a 
large,  square  draining  tank,  and  the  rest  is  discharged  by  hoes  with  the  aid 
of  a  small  stream  of  water.  It  is  allowed  to  drain  to  the  consistency  of  cream 
cheese,  when  it  is  remoyed  to  a  drier,  which  consists  of  porous  tiles  laid  over 
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heated  horizontal  flues,  or  in  soxne  cases  it  dhrains  in  the  tank  until  it  is  stiff 
enough  to  be  cut  into  bricks  which  are  removed  and  dried  on  racks^  which  are 
roofed  over,  but  are  open  at  the  sides. 

§  786.  Corundum  and  Emery  Dressing. — The  problem  here  is  to  remove 
the  impurities  and  at  the  same  time  preserve  the  sharp  edges  and  corners  of 
the  mineral  grains.  The  usual  method  of  procedure,  after  the  preliminary 
breaking,  is  to  treat  the  material  by  the  so-called  "muller"  process,  using  a 
form  of  washing  pan  with  wooden  rollers  (see  §  265)  the  action  of  which  is 
the  grinding  of  one  particle  against  another,  whereby  the  talc,  chlorite,  mica, 
etc.,  are  worn  off  from  the  harder  mineral,  and  removed  by  a  stream  of  water. 

At  the  works  of  the  International  Emery  and  Corundum  Company,  Corundum 
Hill,  North  Carolina,'*'  the  material  is  that  known  as  sand  corundum,  being 
mostly  fine  sand  with  some  pieces  1  inch  or  more  in  diameter.  The  gangue  ia 
soft  chlorite  and  vermiculite  plates  and  scales.  The  first  step  is  to  subject  the 
ore  to  the  scouring  action  of  a  stream  of  water  as  it  is  being  sluiced  1^  miles 
from  the  mine  to  the  mill.  This  action  is  increased  by  several  vertical  drops 
of  5  to  10  feet  in  the  sluice.  After  reaching  the  mill,  what  will  not  pass  through 
a  14-mesh  screen  is  crushed  in  rolls  until  it  will  pass  through,  and,  with  the 
undersize  of  the  screen,  is  stirred  with  hoes  in  a  washing  trough  which  washes 
off  the  light  stuff  to  waste.  The  final  cleaning  of  the  residue  is  done  by  the 
"mullers"  mentioned  above.  The  concentrates  of  these  are  drained,  "dried  and 
sized  on  a  14-me6h  screen,  and  the  undersize  is  shipped  to  the  emery  mill  at 
Chester,  Massachusetts,  described  below,  where  it  is  graded  into  sizes  for  the 
market ;  the  oversize  of  14  mesh  goes  back  and  is  put  through  the  mill  again. 

At  this  same  place  the  block  corundum  occurs  mixed  with  tough  hornblende, 
feldspar  and  gneiss.  The  few  large  blocks  are  broken  by  heating  and  quenching 
with  water,  and  all  is  crushed  by  breakers  and'  rolls  to  pass  through  a  14-mesh 
screen.  It  then  goes  to  a  form  of  double  horizontal  log  washer,  called  an  "auger,** 
fed  at  the  middle  and  discharging  at  both  ends.  Prom  this  point  on,  the 
treatment  by  washing  troughs,  ^^ullers/'  etc.,  is  exactly  the  same  as  in  the 
preceding  case,  and  it  is  also  shipped  to  Chester  for  grading. 

Some  corundum  mills  are  built  along  the  style  of  simple  jigging  mills.  The 
mill  of  the  Canada  Corundum  Company,  Limited,  in  Raglan  township,  Ontario, 
is  as  follows :  The  orp,  which  contains  the  corundum  associated  with  magnetite 
and  mica  in  a  feldspar  gangue,  comes  to  (1). 

1.  No.  1  or  mill  bin.     To  (2). 

2.  A  Gates  breaker,  No.  2.  By  No.  1  bucket  elevator  to  No.  2  or  ore  bin  and 
thence  to  (3). 

3.  From  (2)  and  (4).  One  pair  of  Gates  Economic  rolls,  24  X  14  inches* 
By  No.  2  bucket  elevator  to  (4). 

4.  One  No.  1  trommel.  Sectional  with  6,  8  and  11-mm.  holes.  Over  11  mm. 
to  (3) ;  through  11  on  8  mm.  to  (7) ;  through  8  on  6  mm.  to  (8)  ;  through  5  mm. 
to  (5). 

6.  One  No.  2  trommiol.  Sectional  with  1.6  and  3-mm.  holes.  Over  3  mm. 
to  (9) ;  through  3  on  1.5  mm.  to  (10) ;  through  1.6  mm  to  (6). 

6.  Classifier.     Spigot  to  (14) ;  overflow  to  slime  tank. 

7.  From  (4).  No.  1  Harz  jig  using  9i-mm.  sieves.  Concentrates  to  (11)  : 
tailings  to  waste. 

8.  From  (4).     No.  2  Harz  jig  using  6^-mm.  sieves.     Products  like  (7). 

9.  From  (5).     No.  3  hisfh  speed  jia:  usin^  4-mm.  sieves.     Product  like  (7^. 

10.  From  (5).     No.  4  high  speed  jis:  using  2^-mm.  sieves.     Products  liV^  (7>. 

11.  From  (7),  (8),  (9).  (10),  (12),  (18).  One  pair  of  high  speed  Colorado 
rolls,  30  X  6  inches.     To  (12). 
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12.  One  No.  3  trommiel  with  1  and  1.5-min.  holes.  Over  1.5  mm.  to  (11)  ; 
through  1.5  on  1  mm.  to  (13) ;  through  1  mm.  to  (14). 

13.  Wilfley  table.     Heads  to  (15) ;  tailings  to  waste. 

14.  From  (6)  and  (12).     Bartlett  table.     Heads  to  (15)  ;  tailings  to  waste. 

15.  From  (13)  and  (14).     Drier.     To  (16). 

16.  Magnetic  separator.     Magnetite  to  waste;  corundum  to  (17). 

17.  Splitters  (screens)  with  30,  80  and  90-mesh  holes.  Over  30  mesh  to  (18) ; 
through  30  on  80  mesh  to  (19) ;  through  80  on  90  mesh  to  (22)  ;  through  90 
mesh  to  (21). 

'    18.  Graders  (screens)  with  12,  14,  16,  20  and  24-me8h  holes.     Over  12  mesh 
to  (11) ;  the  rest  of  the  sizes  are  finished  products. 

19.  Prom  (17).  Graders  (screens)  with  30,  36,  46,  54,  60  and  70-mesh  holes. 
Each  size  separately  to  (20). 

20.  Hooper  jig.     Heads  are  finished  products;  tailings  to  waste. 

21.  From  (17).  Graders  (screens)  with  90,  100,  120,  150,  180  and  200-me8h 
holes.     Each  size  separatelv  to  (22). 

22.  From  (17)  and  (21).    Wilfley  table.    Heads  to  (23) ;  tailings  to  waste. 

23.  Drier.     To  (24). 

24.  Graders  (screens)  with  80,  90,  100,  120,  160,  180  and  200-m|e8h  holes. 
Finished  products. 

.   The  output  is  about  three  tons  of  concentrates  per  day. 

At  the  emery  mi^e  of  the  International  Emery  and  Corundum  Company  at 
Chester,  Massachusetts,  the  emery  occurs  associated  with  chlorite  and  talc  schists 
and  magnetite.  The  crushing  is  done  by  spalling  followed  by  a  Blake  breaker 
and  two  pairs  of  rolls,  the  last  one  of  which  puts  the  stuff  through  a  limiting  sieve. 
During  the  spalling  some  barren  rock  is  picked  out  to  waste.  The  scouring  or 
washing  is  done  by  the  "muUers.*^  The  grading  of  the  concentrates  after  they 
have  been  drained  and  dried  is  done  by  nine  screens.  Three  of  the  screens  divide 
the  material  into  four  sizes  and  then  each  of  the  three  finer  sizes  is  further  sub- 
divided by  two  screens  into  three  sizes,  thus  making  a  total  of  ten  sizes.  Each 
size  receives  a  winnowing  treatment  with  an  air  blast  to  remove  the  chlorite  and 
also  a  treatment  by  a  magnet  to  remove  the  magnetite. 

In  general  the  grading  of  emery  and  corundum  is  to  make  usually  twenty- 
four  sizes  ranging  from  8  mesh  to  100  mesh.  The  stuff  is  usually  first  divided 
at  about  60  mesh  and  the  oversize  and  undersize  are  further  subdivided.  In 
addition  to  the  final  cleaning  by  winnowing  and  magnetic  treatment  the  finer 
sizes  are  often  cleaned  by  elutriation.  For  this  there  is  a  series  of  metal  cylinders 
about  three  feet  high  and  ranging  from  three  inches  diameter  for  the  first  to  forty 
inches  for  the  last.  These  are  filled  with  water  and  connected  by  pipes  near  their 
upper  edges.  The  material  is  made  to  flow  over  the  tops  of  these  beginning  with 
the  smallest  just  as  in  a  box  classifier.  Stuflf  will  settle  in  each  cylinder  and 
form  a  stratum  of  heavy  corundum  overlaid  with  a  stratum  of  light  waste.  By 
draining  off  the  water  this  stratified  cake  can  be  taken  out  whole  and  divided  by 
a  knife  into  clean  product  and  waste. 

§  787.  Asbestos  Dressing. — Around  Thetford  in  the  Province  of  Quebec, 
Canada,  is  located  a  lar^  asbestos  industry.  The  asbestos  is  the  fibrous  form  of 
serpentine  called  chrysotile  and  occurs  in  veins  in  serpentine.  It  is  mined  in  open 
pits  and  the  waste  rock  aoid  the  valuable  material  are  hoisted  out  separatelv,  the 
former  going  to  the  waste  dump  and  the  latter  to  the  dressing  works.  In  the 
simplest  plants  the  ore  undergoes  only  a  cobbing  to  remove  the  waste  rock  and  to 
make  two  or  three  crrades  of  marketable  product.  Manv  mills  are  more  elaborate 
and  that  at  Kings  Brothers'  Mines  at  Thetford"'  is  as  follows : 

The  waste  rock  is  hoisted  and  trammed  to  (1),  the  valuable  material  is  hoisted, 
trammed  to  a  self -dumping  skip  and  thence  raised  and  dumped  in  front  of  (2). 
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1.  Waste  dump.    Boys  cob  this  material  and  recoyer  some  asbestos  to  (10). 

2.  Blake  breaker,  crushing  to  J  inch.     To  (3). 

3.  Inclined  screen  with  1.6-mm.  square  holes.  Oversize  to  (4) ;  undeisiie 
probably  to  waste  dump. 

4.  A  traveling  belt  picking  table  with  a  division  along  the  center.  Barren 
rock  from  one  side  to  waste  dump;  valuable  rock  from  other  side  to  (5). 

5.  A  pair  of  rolls  with  loose  springs.     To  (6). 

6.  A  series  of  three  inclined  shaking  screens  having  1.6-mm.,  12.7-nmL,  and 
19.1-mm.  holes.  Over  19.1  mm.  (No.  1  asbestos)  to  (10);  through  19.1  on 
12.7  mm.  (No.  2  asbestos)  to  (7)  to  secure  a  more  uniform  product;  throu^ 
12.7  on  1.6  mm.  (No.  3  asbestos)  to  (10) ;  through  1.6  mm.  ("waste"  aabeatos) 
by  chain  elevator  to  (10). 

7.  A  screen  with  6.35-mm.  holes.  Oversize  to  (8) ;  undersize,  probably  "waste" 
asbestos,  to  (10). 

8.  Cyclone  pulverizer,  to  (9). 

9.  Screening  and  suction  apparatus  (see  §601)  using  an  11-mesh  screen. 
Oversize  ("fibre/'  amounting  to  about  35%)  to  (10);  undersize  (about  65%) 
barren  rock  to  waste  dump. 

10.  Prom  (1),  (6),  (7),  (9).  The  different  grades  are  used  as  follows:  No. 
1  has  the  longest  fibre,  and  is  especially  valuable  for  spinning;  No.  2  is  also  used 
for  spinning;  No.  3  is  used  for  the  manufacture  of  mill  board,  etc. ;  'Waste*'  has 
a  larger  proportion  of  saoid  and  is  used  for  bricks,  cement,  etc. ;  "Fibre"  is  very 
soft  and  is  used  for  steam  packing,  etc.  These  products  may  be  put  through  a 
combing  machine  consisting  of  a  pair  of  toothed  rolls  which  have  a  sidewise  mo- 
tion in  relation  to  one  another  as  well  as  the  revolving  motion  and  this  removes 
some  more  of  the  waste  rock. 

The  average  of  the  district  is  about  one  ton  of  asbestos  from  100  tons  of  rock. 
The  rock  left  in  the  asbestos  varies;  in  one  grade  it  ranged  from  5  to  40%. 

§  788.  Diamond  Washing. — ^The  seat  of  the  greatest  diamond  mines  in  the 
world  is  around  Kimberley  in  South  Africa,  and  the  industry  is  under  the  con- 
trol of  the  De  Beers  Consolidated  Mines.  The  *T)lue  ground"  in  which  the  Kim- 
berley diamonds  occur  is  called  ^Tcimberlite."  Its  matrix  though  difficult  to 
determiine,  is  probably  an  altered  peridotite,  and  the  chief  minerals  imbedded 
in  it  in  addition  to  the  diamond  are  garnet,  olivine,  mica,  ilmenite,  calcite,  zircon, 
magnetite,  and  occasionally  pyrite.  Sometimes  also  fragments  of  black  slate 
are  found.  On  exposure  to  the  air  the  rock  disintegrates,  especially  if  wetted, 
and  on  this  property  is  largely  based  the  method  of  treatment.  The  ore  hoisted 
to  the  surface  is  dumped  into  trucks,  each  holding  20  cubic  feet,  and  hauled  by 
endless  wire  rope  haulage  to  the  "fioors''  (see  §  616).  The  De  Beers  "floors** 
are  divided  into  sections  each  600  yards  long  and  200  yards  wide,  holding 
50,000  loads.  A  load  is  16  cubic  feet  or  about  1,600  poundis  and  makes  a  layer 
10  inches  dteep  over  an  area  of  about  21  square  feet.  The  weathering  takes  about 
a  year  for  rock  from  the  De  Beers  mine,  but  only  about  half  this  time  for  rock 
from  the  Kimberley  mine.  The  weathered  rock  ("yellow  ground**)  goes  to  one 
mill  while  the  remaining  unweathered  lumps  of  hard  'T)lue**  go  to  another  mill. 

At  the  Kamfersdam  mill  which  is  treating  weathered  rock  the  material  is 
dumped  over  grizzlies  with  3-inch  spaces.  The  oversize  goes  through  Comet 
breakers  and  with  the  undersize  passes  with  water  through  double  sets  of  rolls. 
These  rolls  are  48  inches  diameter,  30  inches  corrugated  face  and  make  45  revo- 
lutions per  minute.  The  upper  rolls  of  each  set  are  1}  inches  apart  and  the 
lower  are  J  inch  apart.  The  product  is  elevated  to  trommels  with  |-inch  holes, 
the  undersize  of  which  goes  to  the  upper  row  of  washing  pans  (see  §  265)  while 
the  oversize  goes  to  the  fine  rolls  together  with  the  tailinsrs  from  these  pnns. 
These  rolls  are  72  inches  diameter,  30  inches  face  and  set  ^  inch  apart    They 
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deliver  by  a  bucket  elevator  to  a  second  row  of  washing  pans  or  safety  pans  which 
make  tailings  to  waste,  and  concentrates,  which,  together  with  the  concentrates 
from  the  upper  row  of  pans,  go  to  the  *^pulsator  house."  Some  of  the  plants  use 
only  one  set  of  pans. 

The  hard  "blue''  which  will  not  disintegrate  on  the  "floors"  is  treated  in  a 
separate  mill.  In  the  De  Beers  plant  for  this  purpose  the  rock  is  broken  to  2 
inches  in  Comet  breakers  and  goes  thence  to  trommels.  The  oversize  goes  to 
circular  sorting  tables  to  guard  against  large  diamonds  being  cnished,  though  no 
diamonds  of  any  consequence  have  been  picked  out  on  these  tables.  Following 
the  tables  is  a  series  of  rolls,  trommels  and  jigs,  the  prevailing  jig  sizes  being 
1^  h  %>  i  ^^d  i  inch.  In  each  case  the  hutch  products  of  the  jigs  go  through 
rolls  to  finer  jigs.  The  tailings  of  the  jigs  are  waste.  This  mill  treats  about 
5)00  tons  of  rock  per  day  and  sends  8  or  9  tons  to  the  "pulsator  house." 

In  the  "pulsator  house"  the  concentrates  from  the  washing  pans  and  hard 
*T)lue"  jigs  are  sized  in  trommels  having  holes  f ,  ^,  ^,  \  and  \  inch  diameter. 
Everything  larger  than  §  inch  is  hand  picked ;  everything  smaller  than  -f^  inch  is 
thrown  away.  The  intermediate  sizes  are  jigged  through  beds  of  lead  bullets. 
The  tailings  of  these  jigs  are  waste  and  the  hutches  go  to  the  picking  house,  the 
amount  of  the  concentrates  being  250  pounds  from  100  tons  of  mine  ore. 

In  the  picking  house  the  diamonds  are  recovered  from  the  concentrates  cither 
by  hand  picking  or  by  greased  tables  (see  §617).  The  picked?  diamonds  are 
washed  in  sulphuric  or  nitric  acid  and  then  sorted  according  to  color. 

The  New  Bulfontein  Diamond  Company,  which  erected  a  plant  to  treat  the 
rock  direct  without  preliminary  weathering,  found  that  in  the  direct  treatment 
some  of  the  diamonds  were  broken  in  the  rolls  and  the  tailings  contained  30% 
more  diamonds  than  where  the  material  had  been  previously  weathered. 

The  report  of  the  De  Beers  Consolidated  Mines  for  the  year  ending  June  30, 
1900,  shows  the  following:  loads  of  blue  ground  hoisted,  2,653,784;  loads  of 
blue  ground  washed,  2,259,037;  loads  on  floors  at  close  of  year,  4  062,908;  dia-' 
monds  found,  carats,*  1,221,727;  carats  per  load  of  'T)lue,"  0.54;  per  cent,  dia- 
monds in  the  ore,  0.000015.  This  is  only  about  one-half  the  prodiuction  of  the 
previous  year  owing  to  the  Boer  war. 

Other  precious  stones  are  recovered  in  some  parts  of  the  world  by  a  simple 
washing  process.  For  example,  in  Montana  sapphire  bearing  rock  is  first  dis- 
integrated by  weathering  and  then  screened  and  washed  in  sluices  containing 
riffles.  The  concentrates  from  the  sluices  are  further  concentrated  in  a  rocker 
and  the  product  of  this  is  hand  panned  and  hand  picked. 

§  789.  Tin  Dbsssino. — ^This  metal  usually  occurs  as  oxide  in  the  form  of  cas- 
siterite  or  tinstone,  the  specific  gravity  of  which  is  suflBciently  high  to  admit  of 
an  easy  separation  of  the  mineral  and  gangue. 

Cornwall  is  the  seat  of  the  oldest  tin  dressing  operations.  Here  the  cas- 
siterite  is  associated  with  arsenopyrite,  pyrite,  chalcopyrite  and  wolfram  in  a 
hard  gangue  of  quartz,  chlorite  and  schist.  The  scheme  is  to  first  remove  the 
gangue,  second  to  roast  the  residue  to  change  the  sulphides  to  light  oxides  or  dul-' 
phates,  and  finally  to  wash  again,  leaving  a  residue  of  cassiterite  and  wolfram. 
The  latter  is  generally  not  present  in  sufficient  quantity  to  do  much  harm.  Vari- 
ous processes  have  been  tried  for  its  removal  but  without  great  success.  The  most 
successful  was  to  roast  with  sodium  carbonate,  and  leach  out  by  water  the  sodium' 
tungstate  which  wag  recovered  and  sold.  Any  arsenic  in  the  ore  is  changecl  to' 
oxide  and  volatilized  during  the  roasting,  and  then  condensed  in  chambers. 
When  copper  is  present,  which  is  rare,  the  roasting  changes  it  to  sulphate  which' 
is  leached  out  by  water  and  precipitated  on  scrap  iron. 

•  One  oaooe  Troy  contains  151.6  carats. 
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An  outline  of  the  Levant  mill,  St.  Just,  Penzance,^^^  will  serve  to  illustrate  the 
process : 

1.  The  ore  is  broken  by  rolls  to  the  size  of  the  fist,  hand  picked  to  remove  waste, 
and  to  make  different  grades  varying  in  richness,  and  then  crushed  in  gravity 
stamps.     The  stamped  material  goes  to  (2). 

2.  Round  buddies.     Heads  to  (6)  ;  middlings  to  (3) ;  slimes  to  (11). 

3.  Round  buddies.     Heads  to  (6) ;  middlings  to  (4) ;  slimes  to  (11). 

4.  Round  buddies.     Heads  to  (6) ;  middlings  to  (5) ;  slimes  to  (11). 

5.  Round  buddies.     Heads  to  (6) ;  tailings  to  waste;  slimes  to  (11). 

6.  From  (2),  (3),  (4),  (5)  separately.  Kieves.  Bottoms  or  heads,  contain- 
ing 6  or  7%  copper  and  10  or  12%  tin,  to  (8) ;  tops  to  (7). 

7.  Round  buddies.     Heads  re- treated  on  kieves;  slimes  to  (11). 

8.  From  (6),  (12).  Roasting  furnace.  Arsenious  oxide  volatilized  and 
caught  in  condensing  chambers;  roasted  product  to  (9). 

9.  Leaching  with  water.  Solution  containing  copper  goes  to  scrap  iron  while 
the  suspended  slimes  are  settled  and  treated  on  frames  and  then  by  kieves  for  tin ; 
leached  residue  to  (10). 

10.  Round  huddle.  Heads  are  kieved ;  tailings  containing  5  or  6%  copper  ar?* 
stamped  and  treated  on  a  round  huddle  yielding  heads  of  cassiterite  and  tailings 
of  copper  ore. 

11.  Prom  (2),  (3),  (4),  (6),  (7).  Settling  pits.  Settlings  treated  on 
frames  yielding  heads  to  (12)  and  tailings  to  waste. 

12.  Kieves.     Bottoms  to  (8) ;  tops  back  to  round  buddies. 
Three-fourths  of  the  total  tin  concentrates  come  from  the  first  huddle.     The 

final  concentrates  or  black  tin  contain  65%  metallic  tin. 

In  general  in  this  district  spalling  is  used  instead  of  machine  breaking.  The 
spalled  ore  contains,  on  an  average,  about  \\%  metallic  tin.  The  stamps  used 
are  the  old  Cornish  gravity  stamps,  California  gravity  stamps,  or  Husband 
pneumatic  stamps,  all  using  a  screen  with  0.5  or  1-mm.  holes.  In  some  mills 
the  stamped  ore  goes  to  runs,  called  strips,  which  work  intermittently  and  yidd 
heads,  middlings^  tailings  and  slimes.  The  first  three  products  are  washed  out 
separately  by  little  streams  of  water  to  the  round  buddies.  The  Dolcoath  strips 
are  10  m.  long,  0.5  m.  wide,  and  0.5  m.  deep,  and  there  are  9  strips  for  12  8tamp>» 
2  of  which  are  always  being  emptied.  At  Wheal  Grenville  spitzhasten  are  used 
to  classify  the  pulp  betw^n  the  stamps  and  the  round  buddies.  The  buddies 
used  are  of  both  the  convex  and  concave  type.  For  recrushing  middlings 
various  forms  of  pulverizers  (Tregoning,  Bartle  and  Nicholas)  are  used  as  well 
as  stamps.  The  roasting  furnaces  are  generally  of  the  Brunton  revolving  type, 
sometimes  of  the  reverberatory  type. 

The  Dolcoath  milP'*  has  recently  installed  Frue  vanners.  The  ore  is  broken  to 
1|  inches  and  then  stamped  through  27  wire  mesh  at  the  rate  of  125  tons  per 
day.  Twelve  6-foot  Frue  vanners  receive  the  pulp  direct  from  thirty  gravity 
stamps  crushing  rich  ores,  while  fifteen  6-foot  Frue  vanners  receive  pulp  direct 
from  thirty  gravity  stamps  and  two  Husband  stamps  (each  equal  to  ten  gravity 
Ftamps)  crushing  poor  ores.  The  scheme  is  a  single  treatment  on  the  vannert-. 
The  vanner  heads  are  roasted  and  further  washed,  while  the  tailings  are  classi- 
fied into  coarse  material  and  slimes ;  the  former  goes  to  a  further  concentration 
and  pulverization;  the  latter  go  to  frames,  the  heads  of  which  are  settled  and 
re-treated  on  revolving  buddies.  The  average  vanner  concentrateEJ  have  50% 
black  tin  which  contains  65%  metallic  tin.  Tailings  in  this  mill  contain  three 
pounds  of  metallic  tin  per  ton  or  0.13%. 

Tailings  plants'®*  find  an  application  after  the  Cornwall  mills,  since  a  consider- 
able amount  of  slime  tin  is  lost  by  the  mills.  These  plants  are  scattered  six 
miles  along  the  Red  river  from  the  mills  to  the  ocean.    The  mode  for  operation 
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for  slimes  is  to  dig  a  series  of  settling  pits,  100  to  250  feet  long,  6  to  10  feet 
wide  and  6  to  10  feet  deep.  The  stream  is  allowed  to  flow  into  these  and  settle. 
The  clear  water  is  drawn  off  and  used  to  drive  a  water  wheel,  and  for  the  anto- 
matie  washing  of  the  frames.  The  settled  slime  is  washed  out  with  a  small 
stream  of  water  over  the  first  or  "rag"  frames,  which  yield  tailings,  back  to  the 
river;  and  heads,  which  are  washed  oflE  every  three  or  five  minutes  into  little 
settling  boxes.  The  enriched  material  is  then  elevated  by  scoop  wheels  to  the 
second  frames,  the  heeds  of  which  are  again  treated  on  the  third  or  cleaning 
frames.  The  heads  of  the  third  frames  are  elevated  to  concave  revolving  slime 
tables.  These  are  18  feet  in  diameter,  revolve  once  in  6  or  7  minutes,  treat  3 
tons  in  10  hours,  and  yield  heads  to  be  roasted  and  again  treated  on  round  tables 
until  they  are  rich  enough  to  ship.  The  frames  are  6  or  7  feet  long,  about  6  feet 
wide,  and  slope  about  3  inches  per  foot.  The  "rag''  frames  treat  from  i  to  2 
tons  per  day,  and  there  is  generally  one  second  frame  to  four  "rag**  frames,  and 
one  cleaning  frame  for  four  second  frannes. 

Some  of  the  tailings  plants  also  treat  sands  from  the  river.  These  are  caught 
in  settling  tanks,  and  the  settled  sand  goes  to  runs  yielding  lower  part  or  tailings, 
back  to  the  river;  and  upper  part  or  heads,  washed  to  fixed  convex  buddies.  The 
tailings  of  the  buddies  go  back  to  the  river  while  the  heads  are  pulverized  in 
rough  ball  mills  and  again  treated  on  round  huddles.  The  heads  of  these  buddies 
are  roasted.  At  the  Trevarns  (Cambom)  plant  50  tons  of  settled  sand,  yielded 
10  tons  of  stuflE  to  be  pulverized  which  was  further  reduced  to  0.333  ton  to  be 
roasted.  The  roasting  and  final  washing  again  reduced  this  to  0.083  ton  of 
black  tin  containing  66%  metallic  tin. 

The  economic  results  of  the  Cornish  malls  are  very  hard  to  obtain  since  all 
products  are  estimated  by  the  vanning  shovel.  One  quotation  gives  the  amount 
saved  at  the  mill  as  89%,  that  saved  by  the  tailings  plants  as  9.3%,  and  the 
amount  finally  lost  as  1.7%.  These  figures  are  probably  better  than  is  actually 
done.***  The  statistics  show  that  in  the  year  1890,  7,658  tons  of  black  tin  were 
produced  by  the  mills  on  the  Red  river,  and  1,302  tons  were  produced  by  the 
tailings  plants,  or,  in  other  words,  the  tailings  plants  saved  an  amount  equal 
to  17%  of  that  which  the  mills  saved.  The  author  has  been  unable  to  find  ac- 
curate data  to  show  just  how  much  tin  finally  escapes  both  the  mills  and  the 
tailings  plants  and  goes  into  the  ocean. 

At  Mount  Bischoff,  Tasmania,*'*  "**  •*•  the  ore  contains  sulphide  and  oxide  of 
tin,  iron  pyrites  and  iron  oxide.  It  is  broken  to  2\  inches  by  a  jaw  breaker  at  the 
mine,  and  taken  1^  miles  to  the  dressing  works  where  it  is  crushed  by  gravity 
stamp  weighing  660  pounds,  dropping  8  inches,  and  using  screens  with  14  meshes 
per  linear  inch.  The  stamped  ore  is  sorted  in  Rittinger  spitzluiien  into  two  jig 
sizes  and  an  overflow  product  which  is  collected  in  settling  tanks  and  fed  to  con- 
vex revolving  slime  tables.  The  jig  sizes  go  to  2-sieve  bedded  jigs  yielding  first 
hutch  which  is  smelting  ore,  second  hutch  which  is  raised  by  hydraulic  jets  to 
the  finishing  jigs,  and  tailings  which  are  cleaned  on  buddies,  the  concentrates 
of  which  are  ground  in  a  Chili  mill.  The  finishing  jigs  make  second  class  smelt- 
ing ore  and  tailings.  These  tailings  are  ground  in  a  Chili  mill  and  together  with 
the  product  of  the  Chili  mill  previously  mentioned,  go  to  classifiers.  The 
spigot  of  the  latter  goes  to  round  concave  buddies  and  the  overflow  goes  to 
revolving  slime  tables.  The  concentrates  from  these  buddies  and  tables  are 
further  cleaned  in  kieves.  The  tables  that  treat  the  overflow  of  the  spitzlutten, 
make  concentrates  that  are  re-treated  on  other  tables  and  flnally  kieved,  while 
the  tailings  are  led  to  settling  tank&  and  thence  to  budd^f^.  The  concen- 
trates from  the  latter  are  rebuddled  and  finally  kieved.  The  mill  contains 
75  stamps,  30  two-sieve  Harz  jigs,  39  convex  revolving  tables  10  to  15  feet 
diameter,  and  15  concave  buddies  20  feet  diameter.     About  6,000  tons  of  ore 
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are  treated  every  month  yielding  on  an  average  2^%,  or  about  150  tons  of 
concentrates  per  month.  The  final  tailings  do  not  contain  over  0.5%  metal- 
lic tin.  Seventy-five  per  cent,  of  the  concentrates  comes  from  the  jigs,  15  to 
20%  from  the  revolving  tables  and  4%  from  the  concave  buddies. 

In  Perak  in  the  Malay  peninsula'*®  the  cassiterite  in  placers  is  recovered  by 
trough  washers  and  hand  jigs ;  hydraulickinf  and  riffle  sluices  are  also  used.  For 
treating  the  lode  tin  the  Pahang  Corporation***  has  a  mill  of  sixty  gravity  stamps, 
using  screens  with  80  to  120  burr  holes  per  square  inch,  each  stamp  treating 
about  2^  tons  per  day.  The  pulp  was  formerly  concentrated  by  the  old  Corn- 
ish system  but  how  the  pulp  goes  without  classification  directly  to  Prue  vanners 
with  corrugated  belts,  there  being  three  vanners  for  every  ten  stamps.  The  ore 
concentrates  contain  over  70%  metallic  tin,  the  impurities  being  oxide  of  iron, 
a  little  silica  and  tV  to  i%  copper.  The  total  loss  is  5  to  8  pounds  of  tin 
oxide  per  ton  (0.22  to  0.36'%).  On  ores  with  considerable  pyrites  the  vannera 
yield  heads  with  25  to  45%  oxide  of  tin  which  go  to  calciners,  and  tailings  with 
0.13  to  0.22%  oxide  of  tin.  Two  pulverizers  grind  250  tons  of  poor  coarse  con- 
centrates per  month  which  go  to  two  Frue  vanners  with  plain  belts,  yielding 
clean  heads,  and  tailings  with  not  over  0.27%  oxide  of  tin,  when  working  on 
concentrates  with  10%  oxide  of  tin. 

In  Bolivia,'*^  the  per  cent,  of  cassiterite  in  the  ore  is  quite  high.  The  native 
system  of  concentrating  is  to  crush  by  a  Chili  mill  or  a  primitive  rocking  stone 
mill  and  concehtrate  either  on  square  buddies  or  in  washing  troughs  sometimes 
supplemented  by  hand  jigs.  In  the  mills  which  have  been  erected  by  foreigners 
the  crushing  ip  done  by  stamps,  ball  mills  or  Huntington  mills,  and  the  crushed 
material  is  tfbkt^d  on  jigs  and  Frue  vanners,  or  jigs  and  round  buddies;  one 
mill  uses  the  old  Cornish  system. 

BlBLXOGRAPHT  OF  OUTLINES  OF  MiLLS. 

This  will  be  found  at  the  end  of  Chapter  XXI. 


CHAPTER  XXI. 

GENERAL  IDEAS  ON  MILLING. 
This  chapter  includeg  general  principles,  accounts  and  reports,  costs  and.  testing. 

General  Principles. 

§  790.  There  are  certain  general  principles  which  apply  more  or  less  to  all 
mills  and  which  will  now  be  briefly  considered.  They  deal  with  such  points  in 
the  design,  location,  and  the  running  of  mills  as  are  of  especial  interest  to  the 
practical  ore  dresser.  The  author  will  not  consider  the  subject  at  all  fully  from 
the  point  of  view  of  the  mechanical,  civil,  or  electrical  engineer — for  such  in- 
formation the  reader  is  referred  to  various  treatises  on  those  subjects. 

§  791.  IjOCATion  of  Mills. — The  following  points  have  to  be  considered : 
the  distance  from  the  mine ;  the  amount  and  source  of  the  water  supply  and  its 
consta-ncy  during  the  whole  year;  the  supply  of  fuel;  the  position  of  the  power 
plant  for  steam  power,  water  power,  or  electricity,  as  the  case  may  be;  the  ac- 
cossibility  of  supplies  and  the  shipment  of  the  products;  the  room  for  disposal  of 
tailings;  the  room  for  future  additions;  the  safety  of  the  location  from  floods, 
snow  slides,  land  slides,  etc.  The  site  must  be  so  chosen  that  the  greatest  economy 
will  result.  For  example,  when  all  the  other  points  are  favorable  it  is  best  to 
have  the  mill  just  beloM'  the  mine  opening.  In  case,  however,  the  mine  is  in  a 
somewhat  inaccessible  place,  it  may  be  cheaper  to  transport  the  ore  to  a  more 
accessible  spot  than  to  bring  water  and  supplies  to  the  naine. 

With  a  few  exceptions,  the  mills  visited  by  the  author  are  located  near  the 
mines,  that  is,  within  less  than  500  feet,  indicating  that  getting  the  ore  to  the  mill 
is  the  most  important  factor.  The  exceptions  are  the  Lake  Superior  native  copper 
mills  which  are  of  sufficient  size  to  make  it  cheaper  for  them  to  haul  the  ore  from 
one  to  seven  miles  by  railroad  to  the  shore  of  the  lake  to  secure  an  ample  water 
supply,  and  also  dumping  place  for  tailings.  Some  of  the  large  Montana  copper 
mills  also  haul  the  ore  to  water;  for  example,  Mill  42  hauls  30  miles  to  water; 
Mill  38  hauls  170  miles  to  water  and  water  power. 

§  792.  Mill  Site. — A  study  of  Figs.  511  to  524  shows  that  there  seem  to  be 
three  classes:  (1)  A  side  hill  or  terraced  site  with  a  steep  sloping  mill.  (2)  A 
flat  site  with  a  sloping  mill.    (3)  A  flat  site  with  a  flat  mill. 

The  sidfe  hill  site  is  shown  in  Fig.  522a  of  Mill  84,  which  is  one  of  several  mills 
in  Utah  which  carry  this  policy  to  an  extreme,  owing  to  the  fact  that  they  have 
no  space  in  the  town  in  the  valley  below  for  either  mill  site  or  tailings  dump. 
They  are  placed  so  far  up  that  a  dumping  place  is  obtained  for  the  tailings  on  the 
hill  side  below  the  mill.  These  Utah  mills  hoist  all  the  ore  from  the  valley  be- 
low and  pump  the  water  from  a  distance,  in  one  case  3  miles,  in  another  18  miles. 
The  advantages  claimed  for  the  side  hill  site  are  that  the  ore  when  once  started 
at  the  top  of  the  mill  follows  the  various  steps  of  the  treatment  under  the  in- 
fluence of  gravity ;  that  the  machinery  is  nearer  the  ground ;  that  much  of  the  wear 
and  annoyance  resulting  from  the  use  of  elevators  in  a  mill  is  avoided ;  and  that 
the  tailings  pass  off  by  gravity.  The  disadvantages  are  that  the  cost  of  construc- 
tion is  considerably  greater,  since  excavations  have  to  be  made  and  retaining 
walls  built;  that  it  is  not  so  easy  to  send  stuflF  back  for  re-treatment;  that  the  mill 
is  not  so  accessible  either  for  men  to  move  about  inside  or  for  teams  to  approach 
on  the  outside ;  that  the  site  is  inconvenient  and  inelastic,  that  is,  the  machines 
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have  to  be  arranged  in  a  more  or  lesB  predefitined  order  and  it  is  hard  to  make 
additions  which  shall  be  conveniently  located  with  respect  to  the  original. 

The  flat  site  with  a  sloping  mill  is  well  illustrated  by  Mill  40  (see  Fig.  519a). 
The  advantages  of  this  form  are  that  it  saves  the  expense  of  excavating  and  build- 
ing retaining  walls ;  that  it  is  accessible  inside  and  out ;  that  additions  can  easily 
be  made  to  it  at  any  desired  point;  that  it  requires  no  more  elevators  than  the 
mills  built  on  a  gentle  slope.  The  disadvantages  are  that  the  ore  has  to  be  ele- 
vated as  a  rule  at  the  start ;  that  one  end  of  the  mill  has  to  be  built  up  on  a  frame 
work ;  and  that  it  may  be  necessary  to  elevate  concentrates  and  tailings. 

The  flat  mill  on  a  flat  location  is  represented  by  Mill  25  (see  Figs.  513a  and 
5136).  This  class  has  the  advantages  that  it  is  cheap  to  construct;  that  it  is 
easily  accessible;  that  additions  can  be  easily  made;  and  that  it  is  compact  and 
covers  less  ground  than  the  other  forms.  The  disadvantages  are  that  mo)re  ele- 
vators are  required,  which  wear  out  rapidly  and  annoy  the  mill  man  by  breaking 
down ;  that  many  of  the  machines  are  elevated  some  distance  from  the  ground ; 
that  there  may  be  a  lack  of  light  on  the  under  stories ;  and  that  concentrates  and 
tailings  may  have  to  be  elevated.  In  Mill  25  there  are  two  stories,  the  upper 
containing  the  ore  bins,  jigs  and  tables  with  no  overhead  machinery  to  cut  off  the 
light;  on  the  lower  story  are  the  rolls,  screens,  pumps,  classifiers,  tanks,  and  shafts 
ing.  In  this  mill  it  is  claimed  that  by  placing  all  of  the  heavy  weights  at  the 
bottom  the  heavy  framing  is  confined  to  the  lower  story.  It  is  also  claimed  that, 
although  part  of  the  stuff  is  elevated  several  times,  yet  the  total  amount  of  elevat- 
ing takes  less  by  20  horse  power  than  it  would  for  a  step  building. 

The  usual  form  of  concentrating  mill  is  a  single  story  sloping  mill  built  either 
on  a  gently  sloping  site  or  on  a  flat  location.  In  this  usual  form  the  ore  is  re- 
ceived at  a  height  which  allows  it  to  pass  through  the  crushing  machinery.  Then 
in  the  majority  of  cases  it  is  elevated  to  the  trommels  and  passes  through  the 
trommels,  classifiers,  jigs  and  fine  concentrators,  the  only  re-elevating  being  of 
middlings,  usually  after  recrushing,  to  go  either  back  into  the  regular  system 
again  or  to  be  treated  on  separate  middling  machines.  In  a  few  exceptions  the 
middlings  pass  on  straight  without  re-elevating.  Some  of  the  mills  elevate  tbe 
concentrates  and  even  tailings.  There  are  also  a  few  instances  where,  for  special 
reasons,  ore  is  elevated  at  other  points  than  those  just  indicated.  The  mills 
seem  generally  to  obey  Rittinger's  rule  that  the  arrangement  should  be  such  that 
the  middlings  can  be  carried  forward  in  the  shortest  and  simplest  way  to  the 
next  following  manipulation,  and  that  they  should  not  be  allowed  to  descend 
unnecessarily  so  as  to  require  corresponding  unnecessary  re-elevation. 

§  793.  In  regard  to  the  site  of  foreign  mills,  the  state  of  ore  dressing  is  such 
that  a  number  of  the  mills  existing  to-day  were  designed  years  ago  when  it 
was  the  custom  to  put  the  different  departments  in  separate  buildings  covering  , 
some  distance  down  a  gentle  slope,  perhaps  down  a  valley,  in  some  cases  extending 
to  a  distance  of  half  a  mile  and  in  the  tin  dressing  works  at  Altenburg  even  a 
mile.  The  mill  at  Ammeberg,  Sweden  (see  §674),  built  in  1859-61,  has  all 
the  machines  on  one  floor,  and  the  addition  of  new  parts  at  different  times  has 
given  rise  to  a  number  of  disconnected  and  indenend-ent  departments. 

Even  in  some  comparatively  modem  mills,  this  Inek  of  compactness  occurs. 
Thus,  in  the  new  dressing  works  at  Clausthal  (see  Figs.  518a  and  5186).  which 
started  in  1872,  the  plant  stretches  out  about  a  quarter  of  a  mile  in  separate 
buildings  on  terraces,  the  average  slope  of  the  site  from  beginning  to  end  being  6*. 
The  mill  at  Lauthenthal,  started  in  1874,  also  has  separate  one  story  buildings 
extending  along  a  slope.  The  mill  at  Laurenburg  (see  Figs.  517a  and  5176), 
is  built  on  a  slope  of  29**,  and  is  much  more  condensed.  It  is  a  combination 
of  the  terrace  and  the  story  arrangement,  one  building  having  three  stories,  all 
the  others  only  ona.     The  mill  at  Ramsbeck  has  also  a  compact  arrangement 
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of  buildings  of  more  than  one  story  on  a  terrace.  The  Silberau  mill  at  Ems, 
started  in  1862^  (see  Fig.  526)^  is  a  single  story  mill  in  three  divisions  built  on 
a  flat  location,  while  the  new  Himmelfahrt  mill  at  Freiberg  (see  Figs.  527a 
and  5276),  built  about  1890,  is  an  example  of  a  mill  with  five  stories  huilt 
on  a  flat  location.    The  ore  is  raised  to  the  top  and  then  passes  successively 
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FIG.  526. — SILBERAU  MILL  AT  EMS.      SCALE=y^  SIZE. 

down  the  various  stories  under  the  influence  of  gravity.  The  Neue  Helene  mill, 
built  about  1886,  near  Beuthen  in  Upper  Silesia,  is  a  storied  mill  very  similar 
to  the  Himmelfahrt.  The  preceding  examples  indicate  that  although  many 
foreign  mills  exist  to^llay  which  cover  a  large  extent  of  territory,  yet  the  tendency 
seems  to  be  to  make  the  mills  more  compact,  that  is,  to  put  the  buildings  closely 
together  on  terraces  where  a  slope  is  available  or,  when  a  slope  is  not  available  or 
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is  insufficient,  to  make  up  for  the  lack  of  it  either  entirely  or  in  part  by  the  uso 
of  stories. 

§  794.  Plant. — In  addition  to  the  mill  itself,  other  buildings  are  necessary. 
The  power  house  is,  as  a  rule,  located  in  a  little  building  joined  to  one  side 
of  the  mill.  The  carpenter  shop,  machine  shop  and  blacksmith  shop  usually 
serve  not  only  for  the  mill  but  for  the  mine,  especially  in  small  plants  where  the 
mill  is  near  the  mine.  In  some  cases,  as  at  Mill  38,  these  shops  serve  the  mill 
and  smelter.  The  three  shops  may  be  all  in  one  building  or  more  commonly 
the  blacksmith  shop    and   the    machine  shop  may  be  in  one  building  either 


.  1088  ORE  DRESSING.  §  795 

together  or  separated  by  a  partition^  while  the  carpenter  shop  is  in  a  separate 
building.  As  a  rule^  these  shops  are  not  very  elaborate,  their  equipment  being 
generally  confined  to  one  or  more  drills^  lathes  and  planers,  and  perhaps  a 
milling  machine.  As  an  example  of  practice;^  Mill  59  has  the  three  shops  all 
in  one  building  30  X  1^0  feet  in  size  and  this  contains  lathes,  planers,  drills, 
presses,  etc.  Mill  %%  has  a  foundry  as  part  of  its  plant.  This  mill,  however, 
is  owned  by  a  company  which  possesses  others  in  the  vicinity  and  hence  the 
foundry  can  not  be  said  to  belong  exclusively  to  this  mill. 

The  assay  office  is  usually  a  separate  building  or  it  is  in  the  building  with 
the  superintendent's  office  and  the  civil  engineer's  office.  It  should  never  be 
located  in  the  mill  on  account  of  the  jar  being  bad  for  the  balances.  It  may 
eerve  both  mine  and  mill  or  mill  and  smelter,  or  all  three,  depending  on  their 
relative  location.  Unfortunately  an  assay  office  is  not  considered  essential  by 
som,e  mill  men  and  no  provision  is  madie  for  it.  This  the  author  believes  to 
be  a  mistake  since  the  assay  office  used  in  connection  with  systematic  sampling 
and  testing  will  in  the  majority  of  cases  make  a  savi<Dg  far  beyond  the  cost  of 
its  maintenance.  In  addition  to  the  preceding  buildings,  a  storehouse  is  also 
frequently  included  in  the  plant.  Mill  69  has  an  office  of  stone,  which  contains 
the  general  and  private  offices  for  the  mill  and  mine,  and,  in  addition,  map, 
drafting,  assay,  retort  and  melting  rooms  with  part  of  the  basement  used  as  a 
storeroom  for  issuing  supplies. 

§  796.  CoNSTBUCTiON  OF  MiLL  BUILDINGS. — The  most  important  thing  is 
solidity.  The  special  points  to  be  considered  are :  (1 )  Strong  foundations  to  stand 
the  weights  of  the  ore  bins  and  heavy  machinery  and  vibration  from  the  latter. 

(2)  Framing  of  sound  materials  and  well  put  together  for  the  same  reasons. 

(3)  Floors  double,  made  tight  and  with  a  slight  slope  in  one  direction  toward 
a  catch  launder  and  sump  to  prevent  accumulation  of  pools  of  water  and  also 
to  allow  ease  of  cleaning  and  catching  anything  of  value  which  may  have  been 
spilled  thereon.  (4)  Walls  and  roofs  tight  to  keep  out  cold  and  wet.  (5)  All 
possible  precautions  against  fire.  (6)  Good  light  and  ventilation.  (7)  Plenty 
of  room,  ease  of  access  to  all  parts  and  ease  of  making  repairs. 

In  Europe,  especially  in  Germany,  the  mills  are  frequently  made  of  brick 
and  stone  or  the  very  modem  ones  of  irort.  This  is  due  first  to  the  cost  of 
timber,  and  second  to  the  fact  that  mining  and  milling  are  on  a  more  permanent 
basis  there  than  in  the  United  States.  The  almost  universal  construction  in  the 
mills  visited  by  the  author  is  of  wood-  The  woods  used  in  this  country  are 
spruce  and  the  various  pines  for  soft  woods,  and  oak  or  chestnut  for  hard  woods. 
The  kind  used  depends  chiefly  on  availability,  provided  it  is  sufficiently  durab'e. 

The  sides  of  mill  buildings  are  in  many  cases  boarded  vertically  and  the 
cracks  battened.  There  is  one  objection  to  this  method,  namely,  that  the  battens 
are  liable  to  shrink  and  leave  large  cracks  as  they  dry.  A  better  method  is 
to  double  board  the  sides,  the  boards  breaking  joint  in  every  case.  Clapboarding 
is  sometimes  used  especially  at  Lake  Superior.  The  roofs  are  almost  always 
shingled,  sometimes  double  boarded  without  shingling. 

Instead  of  boards,  corrugated  iron  is  used  to  some  extent  to  cover  the  sides  and 
roof.  It  is  stronger  and  more  durable  than  wood,  and  is  fire  proof,  thereby 
saving  high  premiums  for  insurance.  Its  disadvantage  is  that  it  makes  the 
building  hard  to  heat  in  winter,  owing  to  its  high  conductivity.  Mill  59  has 
Xo.  26  galvanized  iron  fastened  to  a  wooden  frame  all  built  on  a  rock  foundation 
?o  that  no  timber  rests  within  4  feet  of  the  ground.  The  floors  are  of  asphalt 
laid  on  a  concrete  foundation.  An  addition  to  Mill  46  has  a  frame  of  structural 
Fteel  lined  with  board's  inside  and  covered  on  the  outside  with  corrugated  iron; 
Mill  92  has  a  steel  frame  covered  with  corrugated  iron.  Mill  26  (see  Fig.  5136). 
has  a  corrugated  iron  roof  on  iron  trusses  and  columns.     The  author  is  also 
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informed  that  at  the  new  large  lead  mill  of  the  St  Louis  Smelting  and  Befining 
Company,  at  Plat  River,  Missouri,  started  in  1899,  the  framing  is  entirely  of 
iron  and  the  roof  and  sides  are  of  corrugated  iron.  The  use  of  steel  instead  of 
wood  seems  to  be  on  the  increase. 

Some  mills  are  painted  outside,  while  others  are  not.  In  the  former  case 
red  mineral  paint  is  the  kind  most  used,  which  not  only  helps  to  preserve  the 
wood,  but  also  aids  somewhat  in  fireproofing.  For  the  inside  of  the  mill  white- 
wash or  white  paint  is  often  used  which  makes  it  lighter. 

Sloping  floors  are  used  in  some  mills,  either  to  suit  the  slope  of  launders,  as 
in  almost  all  of  the  Lake  Superior  native  copper  mills,  or  to  drain  away  water. 
Instances  are  given  in  Table  381. 

TABLE  381. — SLOPE  OP  FLOORS. 


MilL 

Slope. 

Bemarks. 

Floors  sloping  to  salt  launders. 

AllOIMS...! 

lin  8 
lin  10 

A  native  copper  mill. 
See  Fig.  519a. 

40 

Floors  sloping  for  drainage. 

8T 

lin  00 
lin  100 
lin   40 

Under  Jigs.    SeeFig.filOb. 
Under  KJlme  tables.    See  F^  6166. 
Under  yanners.    See  Fig.  SBki. 

8T.. 

84 

§  796.  Power. — At  this  place  will  be  considered  only  the  general  facts  about 
the  power  used  in  the  mills.  For  the  details  the  reader  is  referred  to  the  outline 
of  each  mill  given  in  Chapter  XX.  Out  of  70  mills,  27  use  water  power  alone, 
36  use  steam  power  alone,  two*  (27  and  28)  use  electric  power  generated  from 
water,  and  four  (29,  53,  69  andl  77)  use  water  power  supplemented  by  steam 
power  whenever  water  is  not  sufficient,  especially  in  winter.  At  Mill  77,  even 
when  there  is  practically  no  water  for  power  and  the  mill  is  run  by  steam,  the 
overshot  water  wheel  is  still  run  to  keep  it  from  drying  on  one  side  and  getting 
out  of  balance.  It  also  acts  as  a  fly  wheel.  This  use  of  steam  to  supplement 
water  power  is  practiced  abroad  at  Przibram  and  Clausthal. 

The  use  of  water  power  is  applied  whenever  possible,  owing  to  its  cheapness. 
There  are  three  kinds  of  wheels:  (1)  The  so-called  impulse,  or  Hurdy  Gurdy 
wheels,  including  the  Knight,  the  Pelton  and  the  Dodd;  (2)  turbine  wheels 
which  act  by  pressure,  of  which  the  Leffel  is  the  most  common  in  the  mills; 
(3)  overshot  wheels,  which  act  by  gravity.  There  is  also  in  Mill  81  a  horizontal 
water  wheel,  whidi  in  a  way  is  an  impulse  wheel,  although  run  with  much  less 
head  than  most  wheels  of  this  class.  A  summary  of  the  impulse  wheels  in  the 
mills  shows  that  a  Pelton  wheel  is  used  in  18  mills  (30,  34,  35,  53,  56,  57,  58, 
59,  60,  61,  63,  65,  69,  71,  73,  74,  75  and  76)  ;  a  Dodd  wheel  in  two  mills'  (61 
and  64)  ;  a  Knight  wheel  in  Mill  72,  and  the  kind  is  not  stated  in  Mill  62. 
Of  the  turbine  wheels,  Leflfel  turbines  are  used  in  six  mills  (21,  30,  70,  85,  87 
and  S8) ;  and  Victor  turbines  in  Mill  38.  Overshot  water  wheels  are  used  in 
two  mills  (77  and  78). 

The  kind  of  wheel  to  be  used'  will  depend  chiefly  on  the  head  of  water.  The 
head  for  impulse  wheels  varies  from  60  feet  in  Mill  71,  to  900  feet  in  Mill  34. 
TTie  head  for  the  turbine  wheels  varies  from  18  feet  in  Mill  21  to  58  feet  in 
Mill  30.  Regarding  the  cmnparative  efficiencies  of  impulse  and  turbine  wheels 
there  does  not  appear  to  be  any  great  difference,  both  giving  75  or  80% 
efficiency  under  the  best  conditions.  The  reason  that  turbines  are  not  commonly 
used  with  high  heads  is  that  as  the  head  increases   (the  power  of  the  wheel 

•Since  the abore  was  written.  Mill  SO  has  been  changed  to  use  electricity  and  the  water  power  Is  kept  In 
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remaining  constant)  the  size  of  the  wheel  decreases  until  it  becomes  almost  toj 
size  and  its  passages  are  so  small  as  to  be  liable  to  clog.  The  speed  of  the  wheel 
also  increases  at  the  same  time  imtil  the  number  of  revolutions  exceeds  the 
practical  mechanical  limit  for  good  running;  while  on  the  otiier  hand  the 
simplicity  of  construction,  mounting  and  running  of  a  Pelton  or  Dodd  wheel 
remains  the  same  for  all  heads^  the  high  heada  permitting  smaller  wheels  of 
stronger  build.  Just  where  this  upper  limit  of  me  use  of  turbines  will  come 
will  depend  on  the  horse  power.  Mill  practice^  as  previously  shown,  seems  to 
put  it  at  about  60  feet  for  powers  below  100  horse  power.  At  Niagara  Falls, 
however,  where  the  horse  power  is  high  (5,000  per  wheel)  and  the  wheels  con- 
sequently large,  they  work  under  a  head  of  140  feet. 

Another  disadvantage  of  turbine  wheels  is  that  when  run  below  their  full 
power  their  efficiency  is  considerably  lessened.  This  disadvantage  also  occurs 
in  some  of  the  impulse  wheels  owing  to  the  fact  that  the  nozzle  should  have 
a  gradual  reduction  toward  the  outlet  for  the  greatest  efficiency  Thus  a  Knight 
wheel  has  a  sliding  tongue  which  cuts  off  part  of  a  slot  shaped  nozzle.  Some 
Pelton  wheels  have  an  arrangement  for  deflecting  the  nozzle  so  that  part  of 
the  stream  strikes  outside  of  the  buckets  and  consequently  does  no  useiful  work. 
In  case  the  change  is  permanent  the  efficiency  may  be  restored  by  putting  on  a 
smaller  nozzle.  Some  wheels  have  two  or  more  nozzles  acting  at  the  same 
time  and  may  be  regulated  by  shutting  off  one  nozzle. 

At  Mill  61  an  ingenious  device  is  used  for  quickly  varying  the  power  without 
any  loss  of  efficiency.  Nozzles  of  different  sizes  with  the  proper  curves  inside  are 
arranged  so  that  any  one  of  them  can  be  rotated  in  front  of  the  water  pipe  in 
the  same  way  that  a  revolving  disk  diaphragm  is  used  on  a  microscope  or  camera. 
In  Mill  76  the  nozzles  are  made  of  rubber,  which  permits  the  size  to  be  varied 
by  an  outside  clamp. 

Just  as  the  turbine  wheels  have  an  upper  limit  of  efficiency,  so  the  impulse 
wheels  have  a  lower  limit  owing  to  the  fact  that  with  low  heads  the  velocity 
of  the  jet  is  low  and  the  efficiency  falls  off.  This  limit  does  not  seem  to  be 
exactly  fixed.  Mill  practice  as  shown  puts  it  at  about  60  feet  head,  while  manu- 
facturers' catalogues  go  down  to  20  feet  head. 

Overshot  wheels,  even  when  of  large  size,  have  an  efficiency  somewhat  less 
than  impulse  or  turbine,  generally  not  much  above  60%.  They  are  also  expensive 
to  build-  and  maintain,  and  occupy  a  large  space,  and  on  all  these  accounts  are 
going  out  of  use.  The  chief  point  in  their  favor  is  that  their  efficiency  does 
not  decrease  to  any  great  extent  when  the  amount  of  water  is  decreased.  Under- 
shot, breast  and  current  wheels  have  low  efficiency,  and  were  not  found  in  the 
mills. 

Occasionally  it  is  possible  to  make  use  of  the  fall  of  pulp  in  a  mill.  Thus, 
in  Mill  78,  the  tailings  with  their  water  drive  the  overshot  wheel  which  runs 
the  vanner.  In  the  Martins  huddle,  wh^f»h  has  found  some  application  in  Corn- 
wall'*® in  the  past,  the  feed  pulp  drove  the  revolving  parts  by  means  of  an  over- 
shot water  wheel.  As  a  rule,  this  scheme  is  not  available,  since  it  requires  a  con- 
siderable fall  of  the  pulp,  which  is  seldom  practicable.  Mill  27  takes  the  tail- 
ing water  U  miles  away  from  the  mill  and  under  525-feet  head  and  uses  it  to 
drive  Pelton  wheels  which  run  the  generators  for  furnishing  the  electric  power  to 
the  mill. 

§  797.  Steam  is  the  most  common  source  of  power  in  the  mills.  The  boilers 
are  almost  always  of  the  fire  tube  type,  the  only  exception  noted  (although 
there  may  be  others)  being  Mill  18,  which  has  Babcock  and  Wilcox  water  tube 
boilers.  The  length  varies  from  10  to  20  feet,  but  the  most  of  them  are  16 
feet.  The  diameter  varies  from  44  to  90  inches,  average  about  60  inches.  The 
pressure  used  varies  from  60  to  125  pounds  per  square  inch,  average  about  90. 
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It  is  a  practice  in  some  of  the  mills  to  have  an  excess  of  boiler  capacity.  This 
gives  a  good  eflBciency  and  allows  one  boiler  to  be  shut  down  for  repairs  without 
shutting  down  the  mill.  Where  the  water  tends  to  form  scale  badly,  two  large 
flues  are  sometimes  used  instead  of  a  number  of  small  tubes.  This  facilitates 
cleaning,  but  the  efl&ciency  is  not  quite  so  high.  The  boiler  plant  is  in  most 
cases  considerably  in  excess  of  the  engine  plant,  since  in  addition  to  steam  for 
running  the  mill  machinery  the  boilers  may  have  to  supply  steam  for  heating, 
for  drying,  for  pumping  tiie  water,  running  the  machine  shop,  and,  in  eases 
where  the  mill  is  at  the  mine,  for  hoisting,  running  the  compressor,  etc. 

The  form  of  engine  used  is  mostly  of  the  simple,  single  expansion,  non- 
condlensing  type.  These  were  found  in  31  mills  (3,  10,  12,  13,  14,  15,  16,  17, 
18,  20,  24,  25,  26,  31,  37,  43,  45,  46,  47,  48,  53,  65,  66,  68,  69,  77,  82,  86,  90,  91 
and  94).  These  include  engines  with  common  slide  valves,  piston  valves,  poppet 
valves  and  Corliss  valves;  and  engines  with  throttle  governors  and  automatic 
cut  offs.  Compound  engines  are  used  in  seven  mills  (39,  40,  67,  83,  84,  91 
and  92).  These  include  tandem  compound  and  cross  compound,  engines  with 
receivers  and  without,  and  engines  with  condensers  and  without.  Triple 
expansion  engines  were  found  in  the  two  largest  mills  (44  and  91). 

Where  power  is  to  be  conveyed  to  a  considerable  distance,  steam  is  at  a 
disadvantage  on  account  of  loss  from  condensation.  If  the  steam  pipe  passes 
through  a  space  which  is  to  be  heated  there  is  no  harm  in  leaving  the  pipes 
uncovered,  in  which  case  about  five  times  as  much  water  of  condensation  will 
be  obtained  as  would  if  the  pipe  were  well  covered.  A  good  steam  separator  U 
necessary  to  prevent  the  condensed  water  from  reaching  the  engine.  This  method 
of  heating  is,  however,  not  so  economical  as  the  use  of  exhaust  steam.  Steam 
pipes  should  not  be  allowed  to  touch  wood.  For  this  reason  the  hole  in  a  partition 
should  be  larger  than  the  pipe,  and  where  a  pipe  passes  near  woodwork,  sheet 
metal  shields  should  be  hung  between  the  pipe  and  the  wood.  At  Mill  83  the 
steam  pipes  are  covered  with  asbestos.  Where  dry  steam  is  needed  for  engines  at 
some  distance  from  the  boilers,  a  steam  separator  is  necessary. 

§  798.  Gas,  gasoline  and  oil  engines  were  not  found  in  any  of  the  mills  visited 
by  the  author.  The  location  of  mills  would  prohibit  the  use  of  gas  as  a  rule, 
but  there  seems  to  be  a  field  for  gasoline  and  oil  engines  in  localities  where  coal 
and  wood  are  dear  and  there  is  an  insufficient  supply  of  water  to  generate 
steam.  The  usual  precautions  to  guard  against  fire  should  be  taken.  A  plant*** 
of  four  gasoline  engines  has  recently  been  installed  at  the  Fuller  mines  near 
Canon,  Yavapai  County,  Arizona.  A  10-horse  power  engine  drives  the  Gates 
breaker  at  the  mine  opening,  a  38-horse  power  engine  runs  a  10-stamp  battery 
and  the  electric  lights.  A  6-horse  power  high  speed  engine,  especially  designed 
for  steady  and  uniform  speed,  runs  the  concentrators.  A  10-horse  power  engine 
pumps  water  up  150  feet  and  through  3,100  feet  of  pipe  line  to  the  mill.  The 
four  engines  consume  about  100  gallons  of  gasoline  per  24  hours,  making  the 
total  cost  for  power  for  24  hours  about  $17. 

§  799.  Electricity  is  used  as  a  motive  power  in  two  mills  (27  and  28).  This 
is  a  comparatively  recent  method  of  transmitting  power,  the  first  application 
of  electricity  to  mining  having  been  made  at  Aspen,  Colorado,  in  1888,  and 
hence  its  use  as  yet  is  not  very  extensive.  Wherever  electricity  has  been  applied 
It  has  been  very  successful.  The  advantages  of  its  use  are  that  electric  motors 
require  less  attention  and  repairs  than  steam  engines,  and  at  the  same  time  they 
are  much  more  efficient  in  transforming  electricity  into  work  than  steam  engines 
are  in  transforming  calorific  power  of  steam  into  work.  The  loss  in  transmission 
is  less  "with  electricity  than  with  steam.  Mill  27  will  serve  as  an  example  of 
the  saving  that  can  be  made.  This  mill  is  in  a  remote  and  somewhat  inaccessible 
place,  and  coal  costs  $10  per  ton.     By  the  use  of  a  water  power  1\  miles 
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distant  and  electric  transmission  as  described  with  the  scheme  of  this  mill  in 
§  684,  they  have  made  a  great  saving  amounting  to  the  cost  of  the  power  plant 
every  year  or  two,  and  permitting  the  profitable  working  of  the  property  at 
times  when  it  would  not  otherwise  have  paid  expenses.  At  Silverton,  Colorado, 
a  multiphase  plant  transmits  power  three  miles  up  the  mountain  to  the  Silver 
Lake  mines  to  run  the  mill,  hoist,  air  compressor,  pumps,  blowers,  machine 
shop  and  lights.  There  is  probably  a  saving  of  $36,000  per  year  over  steam 
power.  Coal  previously  cost  $8.75  per  ton  at  the  mine.  At  tne  mill  a  boiler 
is  kept  warm  all  the  time  and  a  steam  engine  is  held  in  reserve  to  be  used  in 
case  of  accident 

An  instance  is  given  of  the  location  of  an  electric  power  plant  at  a  coal  mine 
near  Madrid,  New  Mexico,  and  the  transmission  of  the  power  under  a  pressure 
of  20,000  volts  to  the  Cochiti  and  Navaho  mines  and  mills  at  a  distance  of 
about  30  miles. 

The  economical  advantage  that  electricity  has  in  machine  shops,  namely,  that 
individual  machines  running  intermittently  can  each  have  a  separate  motor 
and  thereby  save  power  over  the  use  of  one  large  central  motor,  does  not  exist 
in  concentration  plants  where  the  machines  run  continuously. 

§  800.  In  regard  to  the  question  whether  it  is  better  to  use  one  central  motor 
or  engine  or  to  use  individual  motors  in  various  parts  of  the  plant,  the  mills 
show  that  both  practices  exist.  Out  of  39  mills  using  steam  power,  33  have 
one  engine  for  ttie  concentrating  plant,  while  6  have  two  or  more  engines  in 
different  parts  of  the  plant.  Of  28  mills  using  water  power,  15  have  but  one 
wheel  each,  while  13  have  two  or  more.  The  advantage  of  having  but  one 
engine  is  that  of  economy.  The  effect  of  the  installation  of  the  large  triple 
expansion  engine  at  Mill  44  to  furnish  power  for  the  whole  concentration  plant, 
instead  of  using  several  small  engines,  was  to  cut  the  coal  bill  down  to  one-tenth 
its  former  size.  The  policy  of  this  company  now  is  to  have  the  large  engine  for 
regular  running  and  to  have  large  single  cylinder  engines  with  early  cut  off, 
located  in  various  parts  of  the  plant,  to  be  used  as  spares  in  case  of  emergency. 

Provided'  the  variations  in  load  are  not  too  great,  it  matters  not  how  many 
machines  are  operated  from  the  same  motor  as  long  as  the  motor  is  not  over- 
loaded and  as  long  as  it  has  a  good  speed  governor.  Certain  machines,  more 
especially  the  vanners,  require  to  be  run  at  a  constant  speed.  It  is  probably 
for  this  reason  that  the  majority  of  the  gold  stamp  mills  using  water  power 
have  a  separate  water  wheel  for  the  vanners.  At  Mill  71,  which  has  a  separate 
motor  for  the  vanners,  the  number  of  rotations  per  minute  of  the  shaft  driving 
the  vanners  is  shown  on  a  dial,  and  the  vanner  man  lets  on  or  cuts  down  the 
water  whenever  the  number  of  rotations  goes  below  or  above  the  normal.  Mill 
73  experienced  trouble  with  the  vanners  run  from  a  water  wheel  receiving  water 
from  a  pipe  with  pressure  varying  from  the  irregular  demands  of  other  wheete 
supplied  by  it.  As  the  rock  breakers  are  the  most  irregular  users  of  power,  thev 
are  in  many  mills  driven  by  a  separate  motor  at  the  mill,  or  they  are  located 
at  the  mine.  This  subject  of  the  location  of  the  rock  breakers  will  be  discussed 
later  in  §  821.  Mill  87  ensures  the  smooth  running  of  the  jigs,  trommels, 
vanners,  etc.,  by  driving  them  from  a  special  turbine  wheel  supplied  with  a 
governor,  while  all  the  crushing  machinery  in  the  mill  is  driven  by  another 
wheel.  In  Mills  24,  57,  65,  73.  74  and  91,  the  use  of  several  motors  is  weD 
illustrated,  as  may  be  seen  by  reference  to  Chapter  XX. 

§  801.  It  will  be  of  interest  to  have  a  rough  rule  by  which  to  calculate  the 
horse  power  required  per  ton  of  ore  treated  per  24  hours.  Of  course,  ihis  will 
vary  in  different  mills  with  the  kind  of  ore  and  ttie  method  of  treating  it,  and 
it  will  even  vary  in  the  same  mill  owing  to  slight  changes  of  velocitv  or  of  the 
speed  of  feeding  and  discharge,  or  of  the  size  of  material  fed  to  the  breakers. 
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For  these. reasons  average  figures  can  have  only  a  general  value.  The  following 
are  the  figures  obtained',  the  figures  in  every  case  being  the  horse  power  required 
per  ton  treated  per  24  hours  by  the  mill:  One  stamp  mill  (56)  on  cement  gravel 
uses  0.15  horse  power.  Nine  stamp  mills  on  quartz  rock  range  from  0.39  to 
1.45  horse  power,  average  0.86.  Three  combination  silver  mills  range  from 
1.82  to  3.33  horse  power,  average  2.42.  Nine  mills  containing  trommels,  jigs, 
classifiers,  vanners,  etc.,  of  which  eight  treat  ores  containing  galena,  while  one 
treats  very  soft  pyrite  ore,  range  from  0.12  to  0.50  horse  power,  average  0.33. 
Seven  mills  similar  to  the  last,  but  on  harder  ores,  range  from  0.50  to  1.00  hors'> 
power,  average  0.78.  Four  Lake  Superior  mills  treating  native  copper  rock  range 
from  0.32  to  0.77  horse  power,  average  0.59 ;  this  does  not  include  the  power  used 
in  the  rock  houses  which  would  raise  the  figures  slightly.  Edison,  at  Mill  91,  by 
special  devices  gets  the  power  down  to  0.21  horse  power  on  hard  ore.  In 
making  the  preceding  calculations  three  points  were  brought  out:  First,  as 
a  rule  about  80  or  90%  of  the  power  used  in  a  mill  is  used  in  crushing,  and 
only  10  or  20%  for  concentrating.  This  is  an  argument  for  avoiding  crushing 
whenever  possible.  Second,  the  combination  mills  using  amalgamating  pans 
require  the  most  power,  probably  owing  to  the  fine  grinding  that  is  done.  Third, 
mills  treating  galena  ore  require  less  power  than  similar  mills  treating  other 
ores. 

§  802.  Belting  is  commonly  used  for  the  transmission  of  power  short  distances. 
For  long  distances  belts  are  liable  to  have  an  unsteady  flapping  motion  which 
is  bad  for  both  the  belt  and  the  machinery.  There  are  three  chief  kinds :  leather, 
rubber  and  canvas,  the  second  being  the  most  common  in  concentrating  mills. 

Of  leather  belts,  the  best  kind  is  considered  to  be  the  oak  tanned.  The 
common  rule  for  proportioning  them  is  that  a  singh  belt  1  inch  wide  running 
at  1,000  feet  per  minute,  transmits  1  horse  power;  a  double  belt  needs  to  run 
at  only  700  feet  per  minute,  or  even  500  feet  if  it  has  good  length,  in  order 
to  do  the  same.  Taylor,"*  however,  says  that  to  get  the  longest  life  with 
the  least  attention  for  stretching,  ^  double  belt  1  inch  wide  should  run 
at  from  950  to  1,100  feet  per  minute  to  transmit  1  horse  power.  For 
fastening  the  ends,  lacing  or  clamps  may  be  used,  or  they  may  be  scarfed, 
lapped  and  cemented  together  with  or  without  rivets.  The  last  gives  the 
strongest  joint,  but  lacing  or  clamps  are  preferable  for  new  belts  where  they 
have  to  be  frequently  tightened  to  take  up  the  stretch.  Care  should  be  taken 
never  to  put  belts  on  too  tight,  as  this  will  cause  high  friction  with  subsequent 
hot  boxes,  wear  of  oil  and  babbitt,  and  perhaps  broken  pulleys.  Taylor  recom- 
mends that  for  a  double  leather  belt  when  at  rest  the  tension  be  not  more  than 
71  pounds  per  inch  of  width,  in  order  that  the  belt  may  have  long  life.  Vertical 
belts  require  to  be  tighter  than  horizontal,  since  their  weight  does  not  help  the 
driving  f riclion ;  for  this  reason  they  should  be  avoided  as  far  as  possible.  To 
Ted'uce  friction  in  the  boxes  of  a  shaft  it  is  best  to  have  belts  running  in  both 
directions  from  it.  In  putting  on  leather  belts,  placing  the  smooth  or  flesh 
side  next  to  the  pulley  gives  the  greatest  adhesion,  but  this  leaves  the  rough  or 
grain  side  out,  which  has  less  tensile  strength  than  the  smooth  side;  the  grain 
side  is  also  harder  and  stands  the  wear  better  if  put  inside.  To  give  the 
greatest  arcs  of  contact,  the  under  side  of  a  horizontal  or  inclined  belt  should 
be  the  tight  or  driving  side.  To  get  the  greatest  adhesion  between  the  pulley 
and  the  belt  the  surfaces  of  each  should  be  as  smooth  as  possible.  Lagging  an 
iron  pulley  with  leather  increases  the  adhesion  50%.  In  caring  for  leather 
belts,  oil  should'  not  be  allowed  to  drip  upon  them,  as  it  shortens  the  life  of 
the  leather ;  they  should  not  be  put  in  very  hot,  cold  or  damp  places.  When  they 
become  dry  from  use  they  should  be  dressed  with  blood  warm  tallow,  which 
is  aBowed  to  dry  before  the  fire  or  in  the  sun.     If  very  hard'  and  dry^  they 
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should  be  dressed  with  neats  foot  or  liver  oil  mixed  with  a  small  quantity  of 
resin,  which  prevents  the  oil  from  injuring  the  belt  To  stop  slipping,  common 
bar  soap  or  resin  is  frequently  used.  Oil  should  never  be  applied  to  stop 
slipping,  since  its  action  is  that  of  a  lubricant  and)  promotes  rather  than  prevents 
slipping. 

Rubber  belts  are  very  durable,  stand  heat,  cold  or  dampness  better,  and  have 
greater  strength  and  less  slip  than  leather.  Grease  is  bad  for  rubber  belts,  as  it 
decomposes  the  rubber.  To  preserve  them  they  may  be  painted  with  a  com- 
position made  of  equal  parts  of  red  lead,  black  lead,  French  yellow  and  litharge 
mixed  with  boiled  linseed  oil  and  japan  enough  to  make  it  dry  quickly.  If  a 
rubber  belt  slips  from  dust  or  other  cause,  moisten  the  inner  side  lightly  with 
a  little  boiled  linseed  oil  and  sprinkle  with  chalk.  A  little  dry  resin  will  often 
stop  rubber  belts  from  slipping.  Vezin  holds  that  with  proper  usage  rubber 
belts  need  no  dressing,  and  the  compounds  generally  used  to  prevent  slip  almost 
invariably  contain  grease,  which  decomposes  the  rubber,  and  at  the  same  time 
ddrt  soon  mixes  with  the  dressing  and  forms  knobs  all  over  the  pulleys. 

To  keep  belts  at  their  proper  tightness  and  obviate  frequent  tightening,  as 
well  as  to  give  ample  warning  of  its  necessity,  tightening  pulleys  or  idlers  P 
should  be  used,  working  preferably  on  the  slack  side  of  the  belts,  as  shown  in 

Fig.  628.  These  should  be  hinged  at  ff  so 
that  they  may  adjust  themselves.  The  pres- 
sure exerted  by  them  should  be  adjusted  by 
weights  in  the  box  If  or  by  a  rope  and  a 
countenu'eight.  The  weight  should  corre- 
spond to  the  6i7ie  of  the  belt  and  to  the 
amount  of  its  deflection  from  a  straight  line. 
As  the  latter  increases  with  the  stretch  of  the 
FIG.  0/^0.  j^^]^  -^  becomes  necessary  to  increase  the  pres- 

sure of  the  tightener.  Loose  ropes  should  be  provided  to  lift  the  tighteners  quickly 
off  the  belts  whenever  necessary.  The  best  ^lice  to  insure  smooth  running 
of  high  speed  belts  over  tighteners  is  the  scarfed,  lapped  and  cemented  leather 
belt  or  the  endless  factory  made  rubber  belt  Where  a  laced  joint  must  be 
used  the  diamond  lap  splice  is  best;  for  moderate  speeds,  the  ordinary  butt 
splice  may  be  used.  According  to  Vezin,  the  total  stretch  of  a  good  belt,  whether 
leather  or  rubber,  if  properly  treated  and  not  subjected  to  excessive  strains,  ought 
not  to  be  more  than  IJ  or  2%.  Tayloi*  says  that  the  total  stretch  of  leather 
belting  exceeds  6%  of  the  original  length. 

The  use  of  open  belts  without  tighteners  often  involves  a  slip  of  from  2.5 
to  3%,  which  must  be  allowed  for  in  the  calculations.  With  the  use  of  well 
proportioned  belts  and  tightening  pulleys,  this  figure  is  reduced  to  0.5%,  which 
represents  the  creep  and  not  slip,  smi  may  ordinarily  be  neglected. 

In  Mill  91,  Edison  prefers  canvas  belts  sewed  together  and  soaked  in  linseed 
oil.  Rubber  belts  are  next  best,  but  as  they  are  not  stitched  they  are  liable 
to  split.  He  favors  leather  belts  the  least,  as  they  cost  too  much  and  do  not 
wear  any  better.  Belt  clamps  are  used  for  fastening,  and  all  main  belts  have 
tightening  pulleys  which  are  lagged.  Mill  92  uses  a  make  of  canvas  belting 
called  the  Gandy  (see  §  628).  The  common  opinion  in  regard  to  canvas  belting 
is  that  it  is  not  so  efficient  in  transmitting  power  as  either  leather  or  rubber. 

The  belts  in  Mill  94  are  designed,  when  running,  to  have  54  pounds  tension 
per  inch  of  width  on  the  tight  side  of  single  leather  or  4-ply  rubber,  and  90 
pounds  for  double  leather  or  6-ply  rubber. 

§  803.  Rope  Transmission. — ^The  advantages  of  ropes  either  of  wire  or  hemp 
for  the  transmission  of  power  are  that  they  can  be  used  to  drive  at  any  angle 
by  the  use  of  intermediate  t^heaves,  and  they  always  give  warning  of  a  break. 
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Unwin*®  says  that  when  transmitting  full  power  the  efficiency  of  the  system  is 
remarkably  high.  Probably  for  moderate  distances  the  efficiency  is  greater  than 
with  any  other  mode  of  transmission.  But  the  waste  of  work  is  the  same  for 
all  loads  transmitted,  so  that  when  working  at  less  than  full  power  the  efficiency 
falls  off. 

Wire  ropes  are  usually  made  of  six  strands  with  a  hemp  center.  Each  strand 
commonly  contains  either  7  or  19  wires;  sometimes  12  or  other  numbers  are 
used.  The  19-wire  strand  is  preferable  for  power  transmission,  since  it  lasts 
longer,  owing  to  its  greater  flexibility,  although  the  small  wires  do  not  stand 
surface  wear  as  well.  The  life  of  wire  rope  is  also  diminished  by  having  short 
bends  in  it.  The  diameters  of  the  sheaves  for  7,  12  and  19-wire  strand  ropes 
should  be  at  least  160,  115  and  90  times  the  diameter  of  the  rope,  respectively. 
For  wire  rope,  the  groove  in  the  sheave  is  circular  in  section,  and  the  rope 
rests  in  the  bottom  of  the  groove  usually  on  a  filling  of  rubber,  leather  or  wood, 
to  give  higher  friction  than  iron.  For  hemp  rope,  however,  the  groove  is  made 
V-shaped^  and  the  rope  never  touches  the  bottom,  but  is  wedged  between  the 
sides  of  the  groove.  The  life  of  wire  rope  for  driving  is  lengthened  by  lubrica- 
tion either  with  linseed  oil  or  with  some  one  of  the  various  compositions  that  are 
on  the  market.  Care  should  be  taken  not  to  load  the  rope  excessively  since  it 
will  then  continue  to  stretch  after  the  first  stretching  customary  with  a  new  wire 
rope  has  passed,  and  thereby  cause  frequent  stops  for  retightening. 

The  limit  of  economy  of  rope  transmission  is  about  a  mile  in  distance.  Wheare 
long  spans  are  used,  intermediate  supporting  pulleys  are  required,  fewer  for  the 
driving  side,  however,  than  for  the  slack  side.  A  better  scheme  than  this,  how- 
ever, is  to  use  intermediate  stations  at  each  of  which  are  two  sheaves  for  contin- 
uing the  transmission  by  a  new  rope.  The  efficiency  decreases  however  as  the 
number  of  stations  increases  as  is  shown  in  Table  382,  from  Stahl.^* 

TABLE    382. — EFFICIENCY   OF    WIRE   ROPE   TRANSMISSION. 


Namber  of  Inter- 
mediate Stations. 

BflBcIency  of 
System. 

Power  Wasted. 
Fbroent. 

Number  of  Inter- 
mediate SUtions. 

Efficiency  of 
System. 

Power  Wasted. 
Peroant 

0 
1 
S 

O.MB 
0.M4 
0.906 

8.8 
5.6 
7.6 

8 

4 
6 

0.908 
0.800 
0.978 

9.9 
11.0 
19.7 

In  order  that  the  rope  may  drive  satisfactorily  it  must  have  a  certain  amount 
of  deflection  or  sag.  The  proper  deflections  when  the  rope  is  at  rest  are  shown 
in  Table  383.    It  is  found  in  practice  that  it  does  not  drive  satisfactorily  on 

TABLE  383. — PROPER  DEFLECTIONS  OP  ROPE  AT  REST. 


Span  In  feet  

Deflection  in  Inclies. 


60 
1» 


100 

7 


160 
1(^ 


900 
mi 


9B0 


800 


8S0 


400 
M0« 


460 
140 


spans  less  than  64  feet  unless  tightening  sheaves  are  used  on  the  slack  side  of  the 
rope.  The  usual  maximum  span  when  the  under  side  of  the  rope  is  the  driving 
side  is  about  370  feet,  but  by  using  the  upper  side  as  the  driving  side  longer 
spans  may  be  used — ^in  one  instance  as  much  as  1,700  feet. 

The  use  of  rope  transmission  is  quite  common  in  the  mills.  Among  the 
instances  are  the  following:  Mills  83  and  84  use  manilla  rope  transmission  for 
their  main  power  lines.  Mill  38  transmits  about  450  feet  from  the  power  house 
to  the  mill  by  wire  rope  but  uses  belts  in  the  mills.  A  proposition  to  replace 
this  by  electnc  transmission  was  vetoed  as  not  effecting  any  saving  on  such  a 
short  distance.  Mill  44  has  one  central  power  house  and  uses  wire  rope  trans- 
mission to  the  various  parts  of  the  plant.  This  system  replaced  the  former  sys- 
tem of  individual  engines  in  each  department  and  thereby  reduced  considerably 
the  cost  of  power. 
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In  transmitting  power  at  Mill  94  it  is  considered  to  be  essential  that 
the  section  of  the  groove  in  which  the  wire  rope  runs  be  a  perfect 
circle;  otherwise  there  will  be  too  much  vibration  in  the  rope.  This  should  be 
at  once  remedied  by  turning  out  the  groove  with  a  gouge.  In  this  mill  no 
lubricant  is  applied  to  the  rope,  as  it  is  claimed  that  the  grease  decomposes  the 
rubber  filling  of  the  sheaves  and  gradually  destroys  it. 

In  the  Anna  dressing  works  at  Przibram  power  is  transmitted  by  wire 
ropes^  the  condemned  hoisting  ropes  from  various  shafts  being  utilized  for  this 
purpose. 

The  field  of  wire  rope  transmission  has  been  ^considerably  narrowed  by 
electricity,  and  several  instances  are  known  to  the  author  where  electricity  has 
replaced  it  in  coal  plants.  Its  disadvantages  are  that  it  is  somewhat  troublesome 
to  maintain  in  good  running  order  since  the  variation  of  length  with  the  tempera- 
ture  is  not  adequately  provided  for  by  tightening  devices. 

§  804.  Gearing  has  the  advantage  that  it  affords  a  positive  motion  without 
any  chance  of  slip.  Its  use  is  to  be  avoided,  however,  as  much  as  possible,  since 
it  wears  rapidly  from  dust  and  causes  increased  loss  of  power  by  friction  unless 
cut  gears  efficiently  lubricated  andr  protected  from  dirt  are  used.  Mill  91  even 
goes  so  far  as  to  run  gearing  in  oil.  Cut  gears  have  less  loss  from  friction  than 
cast  gears.  The  special  field  for  gearing  seems  to  be  in  its  use  as  bevel  gears 
to  change  the  direction  of  transmission  of  power  through  90**.  Thus,  at  Mill 
25,  the  two  engines  are  geared  to  the  same  transverse  shaft  by  miter  gears  and 
this  transverse  shaft  drives  the  four  line  shafts  in  the  mill  through  other  miter 
gears.    One  of  the  engines  also  drives  a  fifth  line  shaft  direct 

§  805.  Sprocket  and  Chain  Drive  is  used  to  some  extent  in  the  mills,  chiefly 
on  elevators  and  trommels.  As  a  rule,  however,  it  is  not  favored  owing  to  the 
trouble  resulting  from  its  complication  and  necessity  of  frequent  repairs. 
Whenever  used,  frequent  inspection  is  necessary  to  avoid  breaks  as  far  as  possible. 
Mill  27  reports  that  half  the  stoppages  were  due  to  the  sprocket  gears  of  the 
trommels.    A  similar  state  of  affairs  existed  in  a  certain  coal  screening  plant. 

§  806.  Friction  Clutches  are  quite  common  in  the  mills,  being  used  to 
connect  various  sections  of  the  plant  to  the  main  shafting,  for  example,  for  the 
connecting  or  disconnecting  of  either  a  single  or  a  double  battery  in  a  stamp 
mill.  They  should  never  be  thrown  in  with  a  jerk,  but  be  made  to  take  up 
their  load  gradually  so  that  the  driving  machinery  attains  its  full  speed  with 
an  approximately  uniformly  accelerated  motion. 

§  807.  Design  of  Machines. — In  choosing  machines  there  are  certain  points 
to  be  looked  after.  Perhaps  the  first  and  most  important  one  is  strength.  This 
is  more  essential  in  milling  work  than  in  any  other  line,  since  milling  machinery 
in  many  instances  goes  into  remote  and  inaccessible  districts  where  a  break 
down  means  much  loss  of  time,  delay  and  expense  in  replacing  the  broken  part. 
Strength  does  not  necessarily  imply  that  the  machine  should  be  huge  and 
cumbersome,  but  that  it  should  be  so  designed  that  the  stock  is  put  in  where 
the  stresses  occur.  Superfluous  stock  does  no  good,  and  it  has  the  disad- 
vantage that  it  raises  the  original  cost  and  also  the  freight  charges.  McCal- 
lum*^*  considers  that  there  is  room  for  considerable  improvement  in  this  respect 
He  advocates  that  the  size  of  the  parts  be  proportioned  according  to  the  calculated 
stresses,  such  modifications  being  made  as  intelligent  interpretation  of  the  results 
of  practical  experience  show  to  be  necessary.  The  strength  and  weight  should 
never  be  so  low,  however,  that  the  machine  lacks  rigidity,  and  is  unable  to  absorb 
vibrations.  It  follows  that  sectional  machines  are  to  be  avoided  unless  the  con- 
ditions are  such  as  to  make  their  use  absolutely  necessary. 

The  second  important  point  is  simplicity;  that  is,  of  two  machines  of  the 
same  type  always  use  the  one  which  has  the  fewest  numbef  of  parts,  other  things 
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being  equals  sinoe  the  simpler  machine  is  the  easier  to  keep  in  good  running 
order.  A  good  machine  does  not  have  to  be  well  finished  all  over,  since  certain 
parts  can  always  be  made  rough  without  any  detriment.  In  some  places  too 
much  care  and  finish  can  not  be  given ;  for  example,  in  journals  and  their  align- 
ment. The  author  cites  a  case  of  a  manufacturer  who  makes  a  certain  piece 
of  apparatus  in  which  a  great  many  of  the  parts  are  machined  so  as  to  be  not 
only  smooth  running,  but  also  pleasing  to  the  eye.  Other  manufacturers  of  the 
same  apparatus  make  only  those  parts  machined  which  are  necessary  for  smooth 
running.  The  latter  apparatus,  tnough  it  does  not  shine  so  much  as  the  former, 
runs  quite  as  well  and  costs  less.  Attention  should  be  paid  to  the  wearing  parts 
of  the  machine.  They  should  be  easily  removable,  and  should  be  so  designed 
that  when  they  are  worn  out  only  a  small  amount  of  the  material  should  be  left 
to  be  thrown  away. 

High  speed  is  to  be  avoided  as  far  as  possible  in  milling  machinery,  since 
with  the  scant  care  usually  bestowed  in  mills,  when  x)nce  the  machine  begins 
to  g^i  out  of  order,  it  is  liable  to  shake  itself  to  pieces. 

The  use  of  standard  machines  with  easily  replaceable  parts  is  to  be  recommended 
on  account  of  the  time  and  money  saved  by  their  use.  A  great  variety  of 
machines  in  a  single  mill  doing  the  same  work  is  to  be  avoided,  as  each  requires 
its  own  set  of  supplies,  and  each  kind  of  machine  has  its  own  idiosyncrasies  to 
be  learned  and  cared  for  by  the  mill  force.  If  all  the  machines  are  alike,  saving 
in  both  these  directions  is  effected.  The  author  believes  that  it  pays  to  carry 
this  principle  of  replaceable  parts  even  so  far  as  to  have  models,  drawings, 
templates  or  gauges  for  the  wearing  parts  giving  the  proper  sizes ;  for  example, 
to  show  the  exact  dimensions  of  the  shoe  and  stem  sockets  in  stamp  bosses,  to 
show  the  taper  of  the  shoe  shank  and  of  the  stems,  to  show  the  right  size  of 
the  jaw  and  cheek  plates  in  breakers  in  order  that  a  new  set  may  be  sure  to 
fit,  to  show  the  proper  sieve  dimensions,  height  of  tailboards,  etc.,  on  jigs  so 
that  one  jig  will  not  have  a  tailboard  4  inches  high  while  its  neighbor  treating 
the  same  material  has  one  only  3  inches  high.  There  are  many  other  similar 
examples  that  might  be  mentioned. 

§  808.  LuBBiCATiON  AND  Carb  OF  JouHNALS. — ^There  are  three  elements  of 
cost  in  lubrication :  that  of  the  power  consumed  in  friction^  that  of  the  oil  used, 
and  that  of  the  wear  in  the  boxes.  As  in  all  other  places  where  machinery  is 
used,  so  also  in  a  concentrating  plant,  lubrication  is  an  important  matter.  Care 
in  this  may  make  the  difference  between  a  dividend  and  an  assessment. 

The  qualities  of  a  good  lubricant  as  given  by  Kent*'  are:  (1)  Sufficient  body 
or  viscosity  to  keep  the  surfaces  free  from  contact  under  maximum  pressure. 

(2)  The  greatest  possible  fluidity  consistent  with   the   foregoing  condition. 

(3)  The  lowest  possible  coefficient  of  friction  which  in  bath  lubrication  would  be 
for  fluid  friction  approximately.  (4)  The  greatest  capacity  for  storing  and  car- 
rying away  heat.  (6)  A  high  temperature  of  decomposition.  (6)  Power  to 
resist  oxidation  or  the  action  of  the  atmosphere  to  cause  gumming.  (7)  Free- 
dom from  corrosive  action  on  the  metals.  Conditions  (1)  and  (2)  are  fulfilled 
by  the  following  oils  in  the  order  named:  good  mineral  oils;  sperm;  neats-foot; 
lard  oil ;  the  first  being  the  best.  Kent  also  gives  the  best  lubricants  for  different 
purposes  as  follows : 

Ijom  tempflratures  as  to  rock  drflto  driven  by  com- 1  ^  jj^.  niineral  lubricating  oils. 
presBodalr f_*   ^.^  ^  "  ^^ 


V«T  great  presBUHW,  slow  8pp*»d OiwpWte,  soaMtoM  and  other  solid  lubrica^ 

HeaVy  pressures,  with  slow  speed The  above,  and  lard,  tallow  and  other  sw«w^ 

HeaTT  pressures  and  hiflrh  speed Rperm  oil,  castor  ofl  and  heavy  mineral  oils. 

Lleht  mssures  and  hlffh  speed flperm,  refined  petroleum,  olive,  rape,  cottoniieed. 

WKTO  prevoreB  ana  ni^u  iv«^  ^^  ^j^  tallow  oh,  heavy  mineral  oils  and  the  heavw 

Ordinary  machlnerr \    ier  vegetable  oils. 

Steam  cylinders Heavy  mtoeral  oils,  lard,  tallow. 
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The  mineral  oils  for  ordinary  machinery  should  have  a  specific  gravity  of  25° 
to  29°  Beaum6  and  a  flash  point  of  Seo"*  F. 

To  mineral  oils  to  be  used  for  ordinary  work  it  is  usual  to  add  about  25%  of 
animal  oil  which  adheres  better  to  the  metal  while  the  mineral  oil  in  turn  adheres 
to  it.  The  liability  of  animal  oils  to  decompose  into  free  fatty  acids  is  the  dis- 
a<Ivantage  of  the  mixture.  Neats  foot  is  probably  the  least  objectionable  on  this 
score. 

The  mill  man  unfortunately  has  as  a  rule  no  means  of  making  the  usual  tests 
on  oil  and  is  therefore  at  the  mercy  of  the  seller.  It  is  possible  however  to  make 
a  rough  test  of  the  lubricating  value  of  diflPerent  oils  by  noting  the  relative  times 
it  takes  a  given  bearing  to  get  hot  after  having  been  well  oiled  and  run  with  each 
sample. 

For  use  in  a  great  many  places  about  a  mill  the  suggestion  has  been  made  to 
the  author  that  the  use  of  hard  lubricants  of  the  type  of  Albany  grease  (skim- 
mings from  glue  manufacture)  is  very  suitable.  These  have  the  advantage  that 
being  appUed  under  pressure  of  a  spring  and  from  closed  cups  they  work  from 
the  center  of  the  journal  toward  the  ends  where  a  grit  collar  is  formed  pre- 
venting the  entrance  of  dust.  They  require  no  attention  beyond  filling,  since 
they  stop  feeding  automatically  when  the  machinery  is  not  in  motion. 

§809.  Wherever  possible,  lubrication  should  be  continuous  whether  oil  or 
thick  grease  is  used.  This  keeps  friction  as  low  as  possible  and  at  the  same 
time  serves  as  an  additional  safeguard  against  grit  getting  in  at  the  ends  of  the 
bearings. 

The  cutting  of  bearings  and  gears  is  generally  due  to  grit.  This  must  be 
kept  out  by  all  precautions — ^by  having  covers  which  are  removed  only  when  there 
is  no  chance  of  dust  getting  in,  and  by  the  use  of  oil  free  from  dirt.  With 
these  precautions  the  use  of  cotton  waste  over  an  oil  hole  to  filter  out  dirt  is 
not  necessary,  except  in  a  few  cases  where  a  cover  can  not  be  removed  without 
exposure  to  dust. 

At  Mill  91,  as  a  result  of  considerable  study,  Edison  has 
installed  a  pipe  system  by  which  between  4,000  and  5,000 
bearings  are  automatically  oiled  and  the  excess  of  oil  flows 
back,  is  filtered  and  pumped  up  to  the  store  tank  holding 
4,000  gallons,  from  which  it  fiows  on  its  way  to  again  lubri- 
^  cate  the  bearings.    The  best  grade  of  babbitt  is  used  on  his 

^  bearings.    On  his  conveyor  axles  he  has  a  device,  shown  in 

^  Pig.  529,  in  which  ^  is  a  reservoir  made  dust  tight  by  the 

FIG.  529. — ^edison'b  stopper  8  held  by  the  spring  T,  The  oil  thus  works 
OILING  DEVICE.  through  the  journal,  and  at  the  other  end  a  pin  P 
causes  the  formation  of  a  protecting  collar  of  oU^  dust 
and  grit.  The  reservoir  holds  75  grams  of  oil  and  is  refilled  every  two  months. 
Even  with  all  his  friction  saving  and  lubricating  devices,  he  finds  that  65% 
of  the  power  developed  by  his  engines  is  used  up  in  friction. 

At  Mill  6,  on  the  log  washers,  where  the  motion  is  not  very  rapid,  the  bearings 
are  kept  well  protected  from  grit,  and  the  utmost  precaution  is  used'  to  keep 
them  well  greased  with  a  heavy,  thick  grease.  The  pressure  and  the  width  of 
the  bearings  is  so  great  that,  if  grit  gets  in,  it  grinds  up  very  fine  and  does 
not  wear  the  bearings  very  much. 

§  810.  Heating  the  Mill. — ^This  is  usually  done  by  steam  pipes,  using  the 
exhaust  steam  from  the  engines.  Mill  %^  has  a  sheet  iron  drum  18  inches  in 
diameter  running  along  in  front  of  the  amalgamated  apron  plates  and  into 
this  the  exhaust  steam  passes.  The  Lake  Superior  copper  mills  use  the  exhaust 
from  the  steam  stamps.  Mill  38,  which  is  run  by  water  power,  has  special 
boilers  to  generate  steam  for  heating.    Mill  42  is  heated  by  coils  of  4-inch  pipe3 


§  811  GENERAL  IDE  AH  ON  MILLING.  1099 

receiving  the  exhaust  steam  from  the  steam  stamps.  The  new  mill  at  this  place 
is  heated  by  ordinary  radiators  and  coils  of  1^  or  :i5-inch  pipes,  using  mostly  direct 
steam  at  reduced  pressure  from  the  boilers^  although  some  exhaust  steam  is  also 
used. 

At  Mill  40  the  ore  in  the  sorting  house  bins  is  kept  from  freezing,  even  in 
coldest  weather,,  by  carrying  the  exhaust  steam  from  the  hoisting  engines  through 
pipes  under  the  inclined  bottoms  of  the  bins  and  having  the  underspace  well 
housed. 

VeziD  recommends  instead  of  putting  steam  pipes  into  the  various  places,  which 
it  is  desired  to  heat,  that  a  complete  heating  apparatus  consisting  of  a  chamber 
full  of  steam  pipes,  as  made  by  the  B.  F.  Sturtevant  Company,  of  Boston,  be 
used.  Air  is  heated  in  this  and  blown  in  at  the  top  of  the  room  to  be  heated 
while  the  out  draft  is  at  the  bottom  of  the  room.  In  this  way  if  the  ceiling 
or  roof  is  tight,  the  space  is  heated  in  the  most  economical  manner  and  with 
nearly  the  same  temperature  at  the  floor  as  at  the  ceiling.  This  method  is  in 
actual  use  at  the  new  Dufferin  mill,  Halifax  County,  Nova  Scotia,  where  the 
building  has  also  been  made  extra  tight  to  keep  out  the  cold  as  much  as  possible. 

The  scheme  of  heating  the  hand  picking  part  of  Mill  13  has  already  been 
described  in  §  368. 

In  many  European  mills  large  stoves  are  much  used  for  heating.  At  the 
Himmelfahrt  mill,  at  Freiberg,  which  is  comparatively  modem,  steam,  both 
direct  and  exhaust,  is  used. 

§811.  Ventilation  and  Dust  Prevention. — As  far  as  the  presence  of 
impure  air  is  concerned,  the  ventilation  of  a  mill  takes  care  of  itself,  but  il 
is  the  occurrence  of  hot  air  and  of  dust  that  makes  ventilation  necessary.  Hot 
air  may  be  let  out  at  the  top  of  the  building  by  swinging  shutters  on  all  four 
sides  of  the  building.  These  are  controlled  from  below  by  cords  or  rods.  By 
having  openings  on  four  sides  it  is  always  possible  to  have  the  outlet  on  the 
lee  side  of  the  building.  Permanent  openings  in  the  roof  are  to  be  condemned. 
Dust  is  bad  not  only  for  the  workmen,  but  also  for  the  machinery.  In  most  of 
the  wet  concentrating  mills  water  is  added  to  the  ore  very  early  in  the  process^ 
either  at  one  of  the  crushing  machines  or  during  the  screening,  and  the  amount 
of  dust  that  is  formed  is  negligible.  It  is  only  in  dry  mills  such  as  pneumatic, 
magnetic,  sampling  and  cyanide  plants  that  a  large  amount  of  dust  is  formed. 
For  removing  it,  the  use  of  permanent  openings  in  the  roof  or  the  opening  of 
doors  and  windows  is  very  inefficient  and  in  cold  weather  inapplicable.  The 
only  proper  method  is  to  use  an  exhaust  fan,  which  should  be  connected  with 
all  elevator,  screen  and  roll  casings,  so  as  to  produce  an  inward  draught  and 
thus  prevent  dust  from  getting  out  into  the  mill  at  the  points  where  the  dust 
is  made.  In  order  that  the  fan  may  be  efficient,  the  various 
casings  should  be  made  as  tight  as  possible.  To  do  this, 
Vezin  recommends  that  they  be  made  of  common  rough 
lumber,  which  is  planed  off  for  about  an  inch  each  side  of 
the  joint  and  stripe  of  cotton  cloth  about  1^  inches  wide 
are  glued  on,  as  shown  in  Fig.  530.  The  glue  should  be 
thin  and  the  cloth  must  be  damp  (wrung  out).  While  ^Q.  530.  fig.  531, 
still  soft  the  cloth  is  pressed  into  the  crack,  as  shown  in  yf^2,m's  dust-proop- 
Pig.  631,  with  a  spatula  or  dull  case  knife.  This  al-  '  ^^^  device 
lows  for  shrinkage  of  the  wood.  The  cloth  is  finally 
brushed  over  with  glue.  The  joint  thus  made  is  superior  to  the  best  matched 
boarding.  The  fan  should  have  a  free  discharge  passage  into  the  air,  or  if  the 
dust  is  valuable  a  dust  chamber  with  baffle  plates  will  catch  the  most  of  it. 
Passing  the  dust  through  a  rain  of  water  or  atomized  water*  will  also  settle  it. 
The  use  of  baffle  plates  without  a  reduction  in  velocity  is  of  very  little  value. 
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Hoppers  in  the  passages  serve  to  catch  particles  which  might  otherwise  settle 
and  gradually  reduce  the  area. 

Mill  91  treats  the  ore  dry^  and  in  most  of  the  machinery  no  casing  is  used. 
As  a  consequence,  the  dust  is  very  thick,  even  though  there  are  ventilating  fans 
in  the  sides  of  the  building.  The  workmen  wear  sponge  respirators,  which  are 
soaked  with  water  in  summer  and  glycerine  in  winter. 

§  812.  Lighting. — Sufficient  si>ae  windows  should  be  provided  so  that  the 
quality  of  the  work  of  the  machines  may  be  readily  seen.  Heavy  glass  skylights 
in  the  roof  are  even  more  efficient  than  side  windows.  Whitewashing  the  inside 
of  the  mill  will  help  the  lighting  immensely.  For  night  work,  electricity  is 
best,  as  it  is  the  most  convenient,  avoids  danger  of  fire  and'  is  cheap  and  clean. 
Incandescent  electric  lights  should  be  surrounded  by  heavy  wire  netting  where 
there  is  any  danger  of  being  struck.  The  electric  arc  light  enables  the  natural 
colors  of  the  minerals  to  be  best  recognized,  and  is  preferable  for  hand  picking. 
Electricity  is  almost  universally  used  to-day,  except  in  a  few  of  the  older  or  of  the 
smaller  mills.  A  dynamo  placed  in  the  engine  room  is  usually  sufficient  for 
the  lighting  of  all  the  buildings  of  a  small  mining  and  milling  plants  and  the 


TABLE  384.- 

—LABOR  REQUIRED  IN 

THE   MILLS. 

BUUNo. 

Men  Requir- 
ed periM 
Hours,  (a) 

Tons. 

Cue  Han 
Treatii  per  84 
Hours.  Tods. 

per*Msii 
per  Shift. 

Total  Oost 

per  84  Hours 

for  Labor. 

Cost  per  Tod 
fortoor. 

Oost  oC 

9       

11: 

(6)17f 

(6)81« 

(b)  4« 

lOf 

18  « 

7f 
16* 
8B« 
61* 
88« 
88t 
(6)  16. 
86* 
84* 
15* 
18 10 
14 10 
1410 
88« 
16  « 
10  to 
88« 

6t0 

4t0 

7w 

6i0 

610 

7« 
16  s 

610 
8t0 
810 
4«0 
11  or  18 10 
810 
8«0 
7 
8  or  4 10 

89« 

88« 

81 « 

10  « 

4« 

118  « 

(6)    8 
(6)  60 

(6  100tol80 
(6)  180  to  1» 
(6)160 
\b)  88 

175 

40  to  SO 

175 

100 

900 

800 

180 

(6)100 

860 

590 

800 

500 

800 

850  to  800 

875  to  800 

150 

90 

180 

64 

80 

60 

115  to  188 

100  to  160 

08 

400 

50  to  65 

105 
100  to  115 
180 
800 
800 
158 
85 
100 
180 
400 
18  to  16 
110 
180 
100 
75 

(6)  16.7  to  90 
(6)  7.1  to  7.9 
(6)  7.1 

13.6 

6.7  to  7.1 

10.9 

4.8 
14.8 

7.1 

6.8 

88.1 

18.8 
88.5 
81.4 
17.9  to  81 
18  to  18 
9.4 
9 

5.6 

18.8 

80 

8.6 

19.8  to  81 .8 

80  to  80 

80.7 

80.8 

7.1  to  9.8 

7 

18  to  18.8 

84 

87.5 

87.5 

88 

7.1  to  7.7 

88.8 

60 

67.1 

4 

8.8 
8.8 
8.8 
7.5 

8 

$1.75 
1.60  to  8.60 
0.40  to  8.00 
0.60  to  8.00 
1.75  to  8.60 
8.00  to  6.00 
8.86  to  6.00 
8.86  to  8.00 
1.85  to  8.00 
0.70  to  1.60 
0.75  to  8.50 
8.00  to  8.60 
8.60  to  4.00 

8.76 
8.60  to  8.00 
8.60  to  8.50 
8.00  to  6.00 
8.00  to  6.00 

10 

$14.75 

19.45 

90.80 

8.86 

$0.18  to  0.15 

0.14  to  0.16 

0.14 

0.86 

18 

irs 

18 

15 

16.00 
80.00 
80.00 
88.00 
15  00 

13 

80 

86.60 

0.80 

81 

88 

84.85 
48.00 

0.14 
0.48 

84 

18.00 
18.60 
80L00to«L00 
80.00 
80  00 

85 

86 

78.60 

0.88 

87 

8S 

41.86 

0.41 

89 

86.00 
86.00 
80.00 
80  00 

80 

78.85 
56.60 
46.60 

0.14 
0.88 
0.09 

8 

88 

84 

80  00 
80.00 
80.00 
80.00 
80.00 
80.00 

85 

8.60  to  6.00 
8.00  to  4.60 
8.00  to  8.60 
8.00  to  4.60 
8.60to4.50 
8.85  to  0.00 
8.50  to  8.00 
1.50  to  8.60 
8.00to8.S0 
8.50  tu  8.00 
8.60  10  4.00 
8.60  to  8.00 
1.80  to  8.50 
8.00to4.fi0 
8.00  to  8.60 
8.60  to  3.00 

60.60 
88.00 
67.60 
86.00 
90.60 
18.00 

0.17  to  0.80 
0.87  to  0.80 

0.88 

0.89 

0.70 

0.88 

40 

48 

68 

56 

67 

58 

88.00 

69 

61 

88.00 
80.00 

6i 

64 

66 

11.60 

0.16 
0.18  to  0.88 

67 

16.00-17.00 
80.00 

68 

69 

87.60 

0.84  to  0.88 

78 

84.00 

78 

74 

75 

8.00  to  8.00 
8.75  to  6.00 

11.00 
86.85 

0.07 
0.48 

&.00 
89.00 

T7 

78 

79 

8.50  to  8.00 
1.60 

81.00 

80 

81 . 

88 

8.00  to  4.50 
2.00  to  4.00 
8.00  to  8.50 
8.50  to  4.00 
1.10  to  1.85 

80.00 
88.50 
85.00 
88.00 
17.00 

88 

86.60 
88.86 
80.60 

o.n 

0.88 
0.41 

84 

86 

90 

91 

4,000 

85.7 

(a)  •—steam  power,  10— water  power.    (6)  O0I7  work  one  shift  of  about  10  hours. 
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attention  necessary  is  confined  to  the  starting^  stopping  and  occasional  oiling 
and  inspection.  Some  planm  bave  installed  a  spare  machine  to  nse  in  case  of 
accident  or  emergency.  If  oil  lamps  are  used  around  amalgamated  plates^  great 
care  should  be  taken  to  avoid  oil  on  the  latter. 

§  813.  Labor  in  the  Mills. — The  tendency  of  modem  ore  dressing  mills  is 
to  reduce  the  quantity  of  labor  required,  and  at  the  same  time  to  raise  the 
quality  of  it.  The  work  requiring  intelligence  is  carefully  kept  separate  from 
the  purely  mechanical  on  the  theory  that  a  man  cannot  give  satisfactory  results 
if  he  is  working  both  his  brain  and  his  body  at  the  same  time. 

For  an  enumeration  of  the  men  required  in  the  individual  mills,  the  reader 
id  referred  to  Chapter  XX.,  but  a  summary  of  the  labor  required  in  different 
mills  is  shown  in  Table  384.  For  purpose  of  comparison,  computations  have 
been  made  of  the  tons  treated  per  man,  and  also  the  cost  per  ton.  The  table 
shows  that  the  amount  treated  per  man  varies  greatly  even  in  mills  of  the  same 
class.  This  variation  is  due  to  several  causes,  such  as:  (1)  the  size  of  the  mill, 
since  a  large  mill  can  always  be  run  with  less  labor  per  ton  than  a  small  one; 
(2)  the  difficulty  of  the  problem,  since  an  easily  treated  ore  gives  the  mill  high 
capacity  and  requires  only  simple  treatment;  (3)  the  length  of  shift,  as  more 
men  will  be  required  working  eight-hour  shifts  than  working  twelve;  (4)  the 
use  of  water  power  instead  of  steam;  (5)  whether  or  not  the  mill  is  favorably 
located  and  designed  to  minimize  labor;  (6)  the  cost  and  quality  of  the  labor, 
for  when  labor  is  cheap  and  of  an  inferior  quality,  more  will  be  required.  The 
wages  paid  are  also  variable,  being  governed  chiefly  by  the  cost  of  living.  The 
cost  per  ton  for  labor  is  dependent  upon  the  number  of  tons  treated  per  man  and 
upon  the  wages  paid. 

The  "Men  Bequired  per  24  Hours/*  in  Table  384,  is  the  total  number  of  men 
employed,  but  where  the  mill  is  run  24  hours  per  day,  as  is  usually  the  case, 
the  men  are  divided  up  into  two  or  three  shifts,  so  that  the  number  of  men 
actually  working  at  any  one  time  is  only  from  (  to  ^  of  the  total  employed. 
The  length  of  shift,  that  is,  whether  eight  or  twelve  hours,  will  depend  on  the 
f?ituation.  A  hard  position  like  that  of  fireman  is  more  often  worked  in  eighth 
hour  shifts,  while  an  easier  position  like  that  of  table  or  vaimer  man  is  extended 
to  twelve. 

Analyzing  the  figures  of  tons  treated  per  man  in  Table  384,  we  find  that 
in  the  hand  jig  plants  (Mills  2  and  3)  the  tons  treated  per  mian  are  4  and  5.6 
respectively.  Gold  stamp  mills  range  from  5.6  tons  in  Mill  55  to  37.6  tons  in 
Mills  73  and  74,  these  last  two  being  mills  of  good  size,  well  designed  and  run 
with  a  high  capacity  per  stamp.  Canvas  plants  treat  from  33.3  tons  (Mill 
78)  to  57.1  tons  (Mill  80)  per  man.  These  mills  require  very  little  labor,  how- 
ever, since  such  a  large  percentage  of  the  stuff  treated  is  waste.  The  three 
combination  silver  mills  (82,  83  and  84)  range  from  2.8  to  3.8  tons  per  man. 
This  type  of  mill  is  the  most  expensive  of  any  in  the  table  in  regard  to  labor, 
since  it  includes  the  three  processes  of  plate  amalgamation,  concentration  and 
pan  amalgamation.     Of  the  large  number  of  jigging  mills,  the  range  is  from 

%  foreman, 

1  mfllwrl?ht 

\i  pipe  fitter, 

2  enginemen, 

2  firemen, 
%  nfftht  foremen, 
1  head  amaliramator, 
4  amaltcamatora, 
9  cnuhermen, 
2  oflere, 
2  feeders, 
2  laborers. 

4.3  tons  in  Mill  24  to  38.5  tons  in  Mill  32,  but  the  latter  mill  has  a  very  high 
capacity  for  its  size,  and  most  of  these  mills  treat  less  than  15  tons  per  man 
per  24  hours.    As  an  example  of  the  orgranization  of  labor  in  a  100-stamp  mill 
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the  list  on  page  1101  shows  the  number  of  men  and  to  whom  each  is  responsible  in 
MiU  66. 

The  author  received  no  figures  from  the  Lake  Superior  native  copper  mills, 
but  thinks  the  following  figures  are  approximately  correct  for  the  labor  required 
to  run  a  mill  with  five  heads  of  steam  stamps  for  24  hours :  1  foreman,  2  assist- 
ant foremen,  2  engineers,  15  firemen,  6  head  runners,  10  feeders,  20  jig  boys, 
4  table  men,  1  blacksmith.  In  addition  to  these  there  will  be  about  8  additional 
men  required  in  such  mills  as  regrind  the  middlings.  Such  mills  as  barrel  the 
copper  will  require  also  perhaps  2  coopers.  This  makes  a  total  of  61  or  71  men, 
and  assuming  300  tons  treated  per  stamp  per  24  hours,  tiie  tons  treated  per 
man  will  be  from  21.1  to  24.6. 

§  814.  For  comparison  with  the  American  jigging  mills,  the  following  figures 
of  a  few  German  mills  are  given,  all  of  which  are  using  graded  treatment  upon 
ores  containing  lead  and  zinc.  The  Himmelf  ahrt  Mill,  at  Freiberg,  using  steam 
power,  washes  150  or  even  200  tons  per  10  hours,  using  a  force  of  55  men.  This 
is  at  the  rate  of  from  2.7  to  3.6  tons  per  man.  The  Silberau  works  at  Ems,  using 
both  steam  and  water  power,  treats  200  tons  in  10  hours  with  a  force  of  111 
men,  including  overseers  and  machinists,  but  exclusive  of  roustabouts.  This  is 
1.8  tons  per  man.  The  new  Oute  Hoffnung  mill,  at  St.  Ooar  on  the  Rhine, 
treats  50  to  60  tons  in  10  hours  with  45  men,  or  at  the  rate  of  1.1  to  1.3  tons 
per  man.  At  the  old  mill  they  required  90  men,  and  even  by  running  day  and 
night  they  could  hardly  treat  half  as  much,  and  the  quality  was  no  better  than 
at  the  new  mill.  The  Clausthal  works  treat  270  to  275  tons  per  10  hours, 
employing  450  men  and  using  both  steam  and  water  power.  This  is  0.6  ton 
per  man  per  10  hours.  At  Ramsbeck  1.5  tons  per  man  are  treated.  It  will 
be  seen  that  these  five  foreign  mills  each  use  more  labor  than  the  American. 
There  are  several  reasons  for  this:  (1)  the  foreign  mills  are  somewhat  more 
complex;  (2)  many  of  them  are  not  so  conveniently  designed  for  automatic 
handling;  (3)  labor  is  cheaper,  and  consequently  more  work  is  done  by  hand. 
The  low  figure  shown  at  Clausthal  is  especially  due  to  the  inconvenient  arrange- 
ment of  the  plant  whereby  an  excessive  amount  of  tramming  is  required. 

Regarding  the  "Cost  per  Ton  for  Labor*'  in  Table  384,  it  will  be  found  that 
as  a  rule  it  varies  inversely  as  the  tons  treated  per  man. 

It  may  be  said  that  in  general  the  capacity  of  the  mill  and  the  quality  of  the 
product  depend  largely  upon  the  intelligence  and  reliability  of  the  men  employed 
in  the  various  departments.  A  saving  made  in  wages  may  be  more  than  offset 
by  losses  in  efficiency  of  machines  due  to  ignorance  or  neglect.  The  losses  by 
theft  are  not  common  in  mills  other  than  gold  and  silver.  To  avoid  clannish- 
ness,  which  often  leads  to  needless  labor  troubles,  it  is  well  to  employ  men  of 
several  nationalities.  In  hand  picking,  boys  under  supervision  may  be  substi- 
tuted for  men  as  having  keener  vision  and  quicker  motion. 

One  means  of  increasing  the  efficiency  of  the  working  force  is  for  the  most 
part  neglected  by  mill  authorities.  Almost  the  only  instance  observed  of  any 
sanitary  precautions  or  hygienic  care  of  the  men  was  at  Mill  22,  where  a  change 
house  is  provided  for  both  mine  and  mill  hands.  This  is  furnished  with  individual 
lockers,  steam  coil  for  drying  wet  clothes,  hand  baths  and  a  swimming  tank.  Mill 
38  and  the  new  plant  at  Mill  42  have  the  same  as  Mill  22,  except  the  swinuning 
tank. 

§  815.  Water. — ^Water  is  required  in  the  mill  for  three  things :  First,  for  the 
concentration;  second,  for  the  power,  either  as  water  power  or  to  supply  the 
boilers:  third,  for  protection  against  fire.  The  amount  used,  the  source  and 
the  method  of  bringing  to  the  mill  are  given  in  Chapter  XX.  under  each  mill. 
The  subject  is  here  considered  only  from  a  general  point  of  view. 

The  amount  of  water  used  in  the  mills  is  graven  in  Table  385.  For  purpoBe 
of  comparison,  the  mills  are  arranged  in  different  groups  and  the  fiffures  h«ve 
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TABLE    385. — WATER    USED    IN    THE    MILLS. 


Mill  No. 


Water  Used  per  94  Hours. 


OaUoiis. 


Capacity  of 
muper 
94  Hours. 


Tons. 


Water  Used  per  Ton  of  Ore. 


Qalloos. 


Tods. 


Remarkc. 


Oold  Stamp  Mills. 


S8. 

66. 
67. 
59. 
61. 
«9. 
64. 
66. 
67. 
68. 
78. 
74. 
75. 


96,»U6  (a) 
t£6,l03  {a} 
240,760  in) 

909.(kK>  ia\ 
151 ,000^  a) 
ISa,)^  (a) 
£16,m0 
9ia.l90 
lSft,760  (a) 
U3&,7fiO  (ci) 
ir9,fl7fl  {a) 


90 

60 

64 

60 

115  to  198 

100  to  160 

96 

900 

50  to  65 

105 

800 

800 

160 


576.0 

1,605.6 

9,440.5 

4.019.5 

1.867.5 1:>  9,078.6 

1,780.6  to  8,696 

1,688.7 

619.9 

8,884.6  to  4,880 

9,099.7 

619.9 

619.9 

1,197.8 


2.40 

6.69 

10.18 

16.78 

7.79  to  8.66 

7.91  to  10.89 

6.77 

9.58 

18.86  to  18.01 

8.46 

9.56 

9.58 

4.99 


30  stamps. 
10  stamps. 
40  stamps. 
40  stamps. 
40  stamps. 
50  stamps. 
80  stamps. 
40  stamps. 
90  stamps. 
60  stamps. 
60  stamps. 
60  stamps. 
40  stamps. 


Combinatioii  SUver  MlUa. 


89.. 
88.. 

84.. 


989,576 
Steam  power... 1.5,860 (6) 
Ck>DoeDtratiiig..89,480  (6) 

Total .54,640(6) 

Fresh 70,000 

Bepumped 80,000 

Total 100,000 


110 
190 


100 


9,996.1 

457 

700 
800 

1,000 


9.57 
1.91 


9.99 
1.95 


4.17 


50  stamps. 
60  stamps. 

40  stamps. 


JiggiDffMiU. 


^ooo  (c) 


190  to  185(c)        450.8  to  616.7 


1.98  to  9.15 


Mflls  with  Jigs,  Vanners  and  Tables. 


90. 

98. 

95. 

96.. 
98.. 


Fresh 96,600 

Repumped  ....144.000 

Total 987,600 

1,159.000 
9,950,000 

Fresh 48,900 

Repumped 86,400 

Total 199,600 

900,000  (a)  (c) 


m 

175 
900 

900 

100(e) 


584.8 
889.8 

1,887.6 
6,689.8 
9,600 

916 

488 

648 
9,000 


9.98 
8.48 

5^ 
97.46 
10.48 
0.90 
1.80 

9.70 
87.58 


Montana  Copper  Sulphide  Mills. 


40., 
41.. 


Flows  in 1,000,000 

Pumped 1,440,000 

Repumped 700,000 

Total 8,140,000 

Fresh 864.000 

Repumped.....    900,000 

Total 1,064,000 

1,900,000  to  1,400,000 


500 


975  to  800 


800  to  860 


9,000 
9,880 
1,400 

6,880 
9,880   to   8,141.8 
666.7  to  797.9 


8,546.7  to  8,869.0 
4,000 


8.88 
19  01 
5.84 

96.18 
19.01  to  18.10 
9.78  to  8.08 


14.79  to  16.18 
16.68 


Lake  Superior  Natire  Copper  Mills  with  Steam  Stamps. 
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90,000.000 
8,744,000  (d) 
12,000,000 
19,000.000 
10,000,000 

8,080 

450 

1,960 

1,700  to  1,900 

1,500 

0,616.4 
8,890 

6,815.8  to'7.068.8 
6,666.7 

40.09 
84.69 
80.71 
96.88  to  99.48 
97.80 

45 

40 

47 

48 

(a)  The  mill  is  run  by  water  power,  and  this  figure  does  not  include  the  water  used  for  po^ 
does  not  include  what  is  repumped.  (c)  This  Is  for  10  hours  onlv.  id)  This  is  the  water  that  V 
n  ith  the  tailings.    The  amount  of  water  coming  to  the  mill  is  slightlj  larger. 


\    (6)  This 
the  mill 


IIM  ORB  DBBSaiNG.  §  816 

all  been  reduced  to  the  basis  of  amonnt  of  water  per  ton  of  ore.  It  will  be 
seen  that  the  amount  varies  from  2  or  3  tons  of  water  per  ton  of  ore  in  some 
of  the  stamp  mills  to  40  tons  in  some  of  the  complex  mills. 

In  general  the  water  requirements  of  a  mill  depend  upon  seTeral  conditions : 
(1)  Upon  the  kind  of  the  mill.  A  hand  jigging  mill  requires  very  little  more 
water  than  that  which  is  used  in  washing  off  fines  and  that  which  goes  off  as 
moisture  with  the  concentrates  and  tailings.  The  simpler  gravity  stamp  mills 
use  much  less  water  than  the  more  complex  steam  stamp  mills.  (2)  Upon  the 
capacity  of  the  mill  and  the  Tarious  conditions  which  affect  it  For  example. 
Mills  59  and  65  have  40  stamps  each,  but  Mill  59  stamps  less  than  one-third  as 
much  ore  as  Mill  65  with  proportionally  increased  water  rate.  (3)  The  water 
used  depends  upon  the  amount  that  is  available.  Where  there  is  plenty  there  is 
no  need  to  economize.  To  illustrate  this  note  that  in  Table  385  Mill  84,  which 
suffers  from  scarcity  of  water  uses,  wi&  no  injury  to  the  work  done,  less  than  half 
as  much  per  ton  as  Mill  82,  where  water  is  abundant.  These  two  mills  are  of  the 
same  type  and  have  almost  exactly  the  same  capacity  per  stamp.  Notice  also  the 
small  amount  used  in  Mill  26  compared  with  others  of  its  class.  Mill  28  esti- 
mates that  it  could  easily  cut  the  quantity  of  water  used  down  to  two-thirds  the 
present  quantity  if  necessary.  The  author  knows  of  an  instance  where  a  super- 
intendent decreased  the  amount  of  water  fed  to  a  steam-stamp  until  ihe  quantity 
was  less  than  one^half,  before  the  mill  men  complained. 

In  addition  to  the  data  given  in  Table  385  Mill  68  gives  a  detailed  account  as 
follows: 

■DirlDe  (ISO  bonn  power) 5.7B0  gallooB  per  M  hoanL 

60  stomp* m.80O       «         «  •» 

MnuuMn •4,6»      «        -  « 


SDgiiie(900borM  power) 1S,840  gaUou  per  M  iMmn. 

Live  steam  for  amalgamatliig  pans 6.886       *■*■        **  ^ 

BOstamps 144.000      *• 

SOTaoners , 88,800       " 

ISsetUers 67,600       •♦        -  « 


Tdtal 868,578       •»         «  • 

In  Table  385  the  figures  given  include  water  used  for  generating  steam  except 
as  noted  in  cases  where  water  power  is  used.  It  will  be  seen  that  no  average  fig- 
ures on  water  required  for  water  power  can  be  given  since  the  amount  will  vary 
with  the  headL  It  will  be  very  easy  however  to  calculate  this  amount  when  the 
power  required  and  the  head  are  known. 

As  shown  by  Mill  83  in  Table  385  and!  by  the  detailed  statements  of  Mills  68 
and  82,  the  Water  used  for  steam  power  is  a  small  fraction  of  the  total  water  of  the 
mill. 

8  816.  T^e  saving  that  can  be  made  by  settling  and  repumping  is  shown  bv 
Mills  20,  26,  39,  40  and  84  of  Table  385.  The  extremes  are  Mills  26  and  40, 
which  show!  that  of  the  total  water  used  only  33%  and  81%  respectively  have  to 
be  supplied'  fresh.  Mill  40  however  is  not  saving  nearly  all  the  water  that  it 
might  by  settling  and  it  therefore  seems  fair  to  conclude  that  under  favorable 
conditions,  of  the  total  inrater  supply  of  the  mill  two-thirds  can  be  obtained  from 
settling  a-nd  using  over  the  waste  water  and'  only  one-third  has  to  be  supplied 
fresh.  Mills  68  and  82  estimate  that  they  could  cut  the  water  down  one-half  if 
the  waste  was  settled  and  repumped. 

At  Broken  Hill,  New  South  Wales,***  the  total  water  used  per  24  hours 
in  a  mill  having  steam  stamp  and  Collom  jigs  was  1,647,000  gallons,  but  as 
the  water  was  settled  and  used  over,  the  amount  actually  supplied  per  24  hour^ 
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was  only  30,000  gallons.     The  mill  treated  170  tons  per  24  hours,  making  the 
water  actually  supplied  to  be  176  gallons  (0,734  ton)  per  ton  of  ore.     Only 

30  000 
1  fi4.7  000  ^^  *^^^*  "At  of  ^6  total  water  used  has  to  be  supplied  fresh. 

The  table  shows  that  mills  with  steam  stamps,  classifiers  and  Collom  jigs 
(44  to  48  inclusive)  require  more  water  than  those  with  rolls,  trommels  and 
Harz  jigs  (39,  40  and  41).  A  quotation"  on  the  water  required  in  a  wet 
silver  mill  is  as  follows:  For  boiler,  7^  gallons  per  horse  power  per  hour; 
for  each  stamp,  72  gallons  per  horse  power  per  hour;  for  each  pan,  120  gallons 
per  horse  power  per  hour ;  for  each  settler,  60  gallons  per  horse  power  per  hour. 
Usually  in  the  Washoe  district,  the  total  water  consumption  in  a  wet  silver 
mill  is  between  1,870  and  2,250  gallons  of  water  per  ton  of  rock  treated,  or  from 
2.5  to  3.75  gallons  of  water  per  stamp  per  minute. 

§  817.  The  water  supply  of  a  mill  comes  either  by  gravity  or  by  pumping. 
It  comes  bv  gravity  either  from  a  pond  or  stream  through  ditches,  flumes  or 
pipes  to  28  mills  (21,  24,  25,  26,  27,  28,  29,  30,  31,  32,  34,  35,  42,  53,  56,  57, 
58,  60,  61,  62,  64,  66,  67,  69,  75,  76,  77  and  88).  In  all  of  these  mills  except 
eight  (24,  25,  26,  28,  31,  42,  66  and  67),  it  is  also  the  source  of  power  for  the 
mill.  As  the  water  is  not  in  every  case  delivered  at  a  suflBcient  height  to  run 
to  all  the  machines,  pumping  is  resorted  to  either  for  all  or  part  of  the  water  in 
four  of  the  above  mills  (27,  30,  31  and  88).  Those  mills  which  use  water  for 
power  usually  have  an  ample  supply  and  do  not  use  the  water  over  again  for 
concentration.  In  one  case  however  (Mill  34),  the  waste  from  the  water  wheels 
is  delivered  at  such  a  height  that  it  is  available  for  the  washing.  At  the  Bertha 
Zinc  Works,  Virginia,  the  ore  is  conveyed  down  1,300  feet  to  the  mill  by  water 
in  a  flume  12  inches  wide  and  6  inches  deep. 

Where  the  water  is  pumped  to  the  mill  it  comes  from  various  sources;  from 
the  mine  in  2  mills  (20  and  22) ;  from  a  creek  or  river  in  4  mills  (12,  22,  38 
and  86)  ;  from  a  near  by  lake  or  pond  in  6  mills  (10,  44,  45,  46,  47  and  48) ; 
from  an  artesian  well  in  2  mills  (16  and  17),  and  from  a  distant  source  in  2 
mills  (83  and  84). 

Where  water  is  scarce  the  practice  of  settling  it  and  using  it  over  prevails. 
This  occurs  in  9  mills  (16,  17,  20,  24,  25,  26,  39,  40  and  86).  The  settling 
arrangements  have  been  already  discussed  in  §  349  and  §  351.  The  use  of  mine 
water  is  found  in  3  mills  (20,  22  and  27).  Mill  66  also  uses  it  in  winter  to 
supplement  the  regular  supply.  The  use  of  mine  water  is  generally  avoided  if 
possible,  since  it  is  very  likely  to  be  muddy  or  to  contain  acid  which  eats  whatever 
metal  comes  in  contact  with  it.  This  latter  difficulty  may  be  remedied  by  the 
use  of  lime  (see  §  154). 

Some  mills  have  more  than  one  source  of  water.  For  example.  Mill  67 
ordinarily  has  a  sufficient  amount  run  in  by  gravity,  but  in  case  of  emergency 
it  can  get  water  by  pumping  from  the  pond  into  which  its  tailings  are  delivered. 
Mill  39  has  part  of  its  water  flow  into  the  mill,  while  part  is  pumped  in.  This 
is  in  addition  to  what  is  repumped  from  the  settling  tanks.  Mill  22  has  part 
of  its  water  from  the  river  and  part  from  the  mine. 

It  is  desirable  that  the  water  of  the  mill  supply  shall  not  be  muddy.  For 
this  reason  Mill  40  avoids  as  far  as  possible  the  use  of  water  from  Silver  Bow 
creek,  which  has  already  been  used  by  three  other  mills,  and  instead  goes  to 
Black  Tail  creek,  a  half  mile  away.  For  a  similar  reason,  Mill  86,  whi'^h 
takes  its  water  from  a  creek,  first  settles  it  in  tanks  before  pumping  it  to  the 
mill.  At  Mill  67  the  water  for  the  boilers  has  to  be  settled.  To  keep  the 
water  as  clear  as  possible  from  mud'  and  also  to  keep  larger  material  out  of 
the  pipe  it  is  customary  to  put  a  box  with  an  open  top  around  the  suction  end 
of  the  pipe. 
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The  power  for  pumping  where  the  pump  is  near  the  mill  may  be  fur- 
nished by  steam^  as  in  Mill  67,  or  by  compressed  air  if  the  plant  includes 
an  air  compressor.  Where  the  pump  is  located  at  a  distance  a  separate  steam 
plant  for  pumping  has  to  be  installed,  as  at  Mill  84,  or  the  pump  may  be  driven 
by  electric  power  transmitted  from  the  mill,  as  at  Mill  40.  The  kind  of  pumps 
used  have  been  considered  under  that  head  (see  §  632). 

Care  should  be  taken  in  constructing  ditches,  flumes  and  pipe  lines  that  there 
is  suflBcient  protection  from  freezing  in  winter  and  from  damage  by  storms. 
An  open  flume  is  more  liable  to  freeze  than  a  covered  ditch  or  pipe.  Iron  pipe 
should  not  be  used  with  acid  water.  Thus  Mill  40  takes  water  from  a  creek 
into  which  mine  water  is  delivered  farther  up,  and  consequently  the  pipe  used 
was  made  by  boring  out  logs  and  banding  them  spirally  with  1-inch  No.  22 
iron  and  covering  with  a  layer  of  asphalt  andi  sawdust. 

§  818.  Water  is  usually  delivered  into  tanks  located  near  the  top  of  the  mill. 
The  capacity  of  these  tanks  will  depend  upon  the  conditions,  chiefly  upon 
the  regularity  of  the  supply,  and  the  liability  of  its  being  interrupted. 
These  tanks  serve  the  purpose  of  store  tanks  and  pressure  tanks.  In  ease  a 
constant  pressure  is  desired^  as  for  classifiers,  it  may  be  obtained  from  a  small 
tank,  which  overflows  constantly  into  a  larger  tank.  Some  mills  have  practically 
no  storage  capacity ;  for  example,  Mill  38  has  the  water  come  into  the  mill  bv 
a  pipe  about  2  feet  in  diameter,  and  the  end  is  simply  turned  up  for  a  stand 
pipe.  In  most  of  the  others  the  storage  capacity  is  sufficient  for  only  two  or 
three  hours ;  for  example.  Mill  24  has  about  4,000  gallons  storage  capacity,  Mill 
25  has  about  2,000  gallons  and  Mill  40  about  60,000  gallons.  Two  mills  in  the 
dry  district  of  Utah  have  large  storage  capacity:  Mill  83  can  store  600,000 
gallons  and  Mill  26  about  60,000  gallons.  The  former  is  sufficient  to  last  nine 
days.  As  far  as  concentration  purposes  go,  the  height  of  these  tanks  above  the 
machines  needs  to  be  but  little,  but  for  fire  purposes  it  would  be  wise  to  give 
them  considerable  head.  Where  it  is  impracticable  to  have  this  head,  a  fire 
pump  should  be  put  in  with  pipes  leading  to  fire  plugs  in  different  parts  of 
the  building  with  hose  constantly  attached  to  them. 

The  arrangements  for  heating  water  in  winter  for  hand  picking  have  been 
described  in  §368,  and  for  amalgamation  in  §  541. 

As  to  the  kind  of  water  used,  the  author  found  it  to  be  fresh  in  every  one  of 
the  mills  visited  by  him,  and,  in  fact,  he  can  cite  no  ore  concentrating  mill 
which  uses  anything  but  fresh  water.  As  shown  in  §  2,  there  is  an  argument 
for  the  use  of  salt  water  owing  to  its  greater  density,  provided  that  the  solids 
dissolved  in  the  water  have  no  injurious  effect  upon  the  machines  or  concentrates 
in  other  ways,  as  is  frequently  the  case  in  gold  amalgamation  (see  §  541).  There 
may  be  also  cases  in  wnich  the  salt  which  would  be  left  with  concentrates  after 
drying  will  be  injurious  in  the  later  treatment.  Thus,  when  concentrates  con- 
taining gold  are  roasted  in  the  presence  of  salt,  there  will  be  a  tendency  for 
chloride  of  gold  to  form,  which  will  be  volatilized  and  lost.  An  instance  of 
unfavorable  results  from  using  sea  water  is  the  case  of  a  coal  washer  at  Union 
Bay,  Vancouver  Island,  which,  with  fresh  water,  reduces  the  ash  from  35.5% 
to  8.5%,  the  fixed  ash  being  7.5%.  When  using  sea  water  (specific  gravity, 
1.026)  the  ash  in  the  washed  coal  was  1Q%. 

§  819.  The  moisture  retained  by  drained  ore  is  of  importance  in  estimating 
the  moisture  in  wet  ore.  The  most  complete  figures  are  those  given  in  Table 
386  which  shows  the  percentages  of  water  found  by  Von  Reytt****  to  be  retained 
by  different  sizes  of  ore  from  the  mines  of  Przibram,  Bohemia,  after  thorough 
wetting  followed  by  reasonable  draining. 

The  per  cent,  of  moisture  is  based  on  the  wet  ore,  and  is  obtained  by  dividing" 
the  difference  between  wet  and  dry  samples  by  the  weight  of  the  wet  samples 
and  multiplying  this  by  100.    The  table  shows  how  the  per  cent,  of  moisture 
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TABLE  386. — ^PERCENTAGES  OP  MOISTURE  RETAINED  BY  DIFFERENT  SIZES  .OF  ORE 
AFTER  THOROUGH   WETTING   FOLLOWED  BY   REASONABLE  DRAINING. 


Siie. 

MateriaL 

Moisture. 

Slse. 

Material. 

Moisture. 

Mm. 

fti-82 
8ii-16 

16-ia 
12-« 
8-6 
6-4 
4-8 

Ore.  (a) 

Ore. 

Ore. 
JOre. 
1  Calcite. 
jOre. 
1  Calcite. 
jOre. 
1  Calcite. 
lOre. 
1  Calcite. 
iOre. 
1  Calcite. 

0.65 
0.74 
1.83 
3.40 
3.85 
3.58 
8.01 
8.38 
8.91 
8.W 
5.60 
5.81 

Mm. 

8-8 

8-1 

1-0.5 

0.5-0.85 

0.85-0.10 

0.10-0 

jOre. 
1  Calcite. 
J  Ore. 
Icaldte. 
)Ore. 
1  Uttlclte. 
jOre. 
1  Calcite. 
)Ore. 
\  Calcite. 

Ore. 
]  Calcite. 

% 

6.19 
6.06 
8.59 
9.80 
17.59 
18.90 
18.16 
80.44 
16.80 
80.67 
16.94 
81.69 

(a)  The  principal  minerals  in  this  ore  were  quarts,  siderite,  calcite,  galena  and  blende. 

increases  on  the  finer  sizes.  In  addition  to  Von  Beytt's  figures,  the  author  also 
has  a  few  figures  from  the  mills.  At  Mill  27  the  concentrates  (chiefly  galena) 
below  0.9  mm.  diameter,  contain  23%  moisture  before  drying;  while  those  from 
Mill  38  (chiefly  pyrite  and  chalcocite)  from  9.5  ram.  to  below  1  mm.  in  diameter, 
with  the  coarser  sizes  predominating,  average  only  4  or  5%  moisture.  The 
concentrates  from  Mill  40  from  7  mm.  to  below  1  mm.  in  diameter  average 
4%  moisture  after  48  hours  draining.  At  the  AUouez  native  copper  mill.  Lake 
Superior,  the  water  with  concentrates  below  ^  inch  (4.76  mm.)  varies  from 
•3%  for  coarse  to  12  or  13%  for  fine.  Tests"*  made  on  stuff  ground  through 
a  •  60-mesh  screen  in  a  dry  process  mill,  saturated  with  water  and  then 
drained  in  33^poiuid  lots  on  a  slightly  inclined  board,  showed  that  a  soft 
talc  ore  retained  96  gallons  of  water  per  ton  of  dry  ore  while  a  harder  ore 
retained  ^Q  gallons  per  ton.  These  figures  correspond  to  29  and  22%  moisture, 
respectively. 

In  a  cyanide  nlant  the  ore  drained  for  from  4  to  20  hours  in  circular  vats 
4  feet  6  inches  aeep  and  20  feet  in  diameter  through  filters  consisting  of  one 
thickness  of  cocoa  matting  and  one, thickness  of  cotton  cloth  contained  an  average 
of  13.56%  moisture,  based  on  1,100  tons.  The  highest  was  16.75%  and  the 
lowest  10.35%.    An  average  sizing  test  of  the  material  was: 


On  40  mesh. 7.67^ 

Through  40  on  60  mesh. . .  IS.SSjC 
Through  60  on  80  mesh. . .  1 .25% 
Through  80  od  100  mesh. .  .8.589( 


Through  100  on  190  mesh,  8.00< 
Through  180  mesh 66.67]( 

99.59 


It  is  stated  that  in  South  Africa**'  the  sands  from  cyanide  treatment  (probably 
ranging  from  22  mesh  to  perhaps  100  mesh),  after  draining,  contain  12  to  14% 
moisture  or  33  to  39  gallons  of  water  per  ton  of  dry  sand,  while  in  the  slimes 
(finer  perhaps  than  100  mesh),  the  moisture  contained  is  50%^  or  240  gallons  per 
ton  of  dry  slime. 

All  the  preceding  figures  agree  pretty  well  with  those  of  Table  386. 

In  the  light  of  these  figures  it  will  be  seen  that  measurements  of  the  water 
passing  ofE  wdh  the  mill  tailings  does  not  quite  give  the  amount  used  by  the  mill 
since  some  is  retained  by  the  concentrates  and  some  is  used  for  steam. 

§  820.  Arrangements  op  Machines  in  Mills. — ^American  concentrating 
mills  differ  from  many  of  the  German  mills  in  their  compact  arrangement  of 
all  the  concentrating  machinery  under  one  roof.  As  shown  in  Pigs.  511  to 
6246,  ore  starts  at  one  end  and  passes  along  continuously  through  the  crushing, 
coarse  concentrating  and  fine  concentrating.  Its  general  course  is  either  in  a 
straight  line  (see  Fig.  5196)  or  in  some  cases  it  turns  at  right  angles  (see 
Fig.  516a).     The  building  is  not  necessarily  of  a  uniform  vridth,  but  a  mill 


1108  ORE  DBE88INQ.  §  8:^1 

with  a  large  number  of  jigs  or  vannere  may  have  this  part  wider  (see  Fig.  522^). 
Trommels  and  classifiers  are  commonly  placed  at  a  higher  level  than  the  jigs 
so  that  their  products  are  delivered  by  gravity  to  the  final  washers.  The  jigs 
are  placed  so  that  the  ore  in  passing  through  them  either  flows  parallel  to  the 
general  course  of  the  ore  i-n  the  mill  (see  Fig.  520),  or  transverse  to  it  (see 
Figs.  512d  and  616a.).  The  line  shafting  usually  runs  transverse  to  the  general 
course  of  the  ore  in  the  mill,  although  sometimes  parallel.  The  former  enables 
most  of  the  machinery  to  be  driven  without  using  quarter  turn  belting.  The 
transverse  arrangement  of  the  jigs  works  best  with  the  transverse  line  shafting. 
The  middlings,  when  present,  axe  recrushed  in  machinery  located  either  back 
with  the  first  crushing  machinery  (see  Fig.  611),  or  at  the  end  of  the  machines 
which  produce  them  (see  Fig.  516a).  The  former  is  more  common,  while  the 
latter  is  found  more  especially  in  long  or  large  mills.  The  middlings,  wherever 
recrushed,  most  frequently  go  back  into  the  system  with  the  original  ore,  but  in 
some  cases,  especially  in  large  mills,  they  are  treated  in  separate  machines  located 
among  the  others  or  at  one  side. 

Sectional  mills,  that  is,  mills  with  two  or  more  similar  sections  arranged  side 
by  side,  occur  in  numerous  instances,  which  vary  from  mills  in  which  each 
section  is  entirely  separate  throughout,  to  mills  in  which  only  the  crushing  and 
coarse  concentration  part  is  in  sections.  As  examples,  we  have  the  gravity 
stamp  gold  mills  in  which  each  battery  with  its  plates  and  vanners  forma  an 
entirely  independent  section,  except  for  the  rock  breaker;  the  Lake  Superior 
native  copper  mills,  which  are  made  up  of  sections,  each  with  its  steam  stamp, 
classifiers,  jigs  and  tables;  also  to  a  less  degree  in  Mills  25,  38  and  others.  The 
use  of  sections  appears  more  particularly  in  the  large  mills  where  a  number 
of  machines  are  required  to  do  the  same  work,  and  the  sectional  arrangement 
has  the  advantage  that  it  enables  a  part  of  the  mill  to  be  shut  down  when  repairs 
or  improvements  are  necessary  or  when  ore  is  scaree,  while  it  is  just  as  cheap 
in  constructing  and  running.  As  a  means  of  testing  and  comparing  the  effect 
of  different  machines  or  adjustments  the  sectional  arrangement  is  of  great  value. 
Mill  44  has  one  steam  stamp  and  its  accompanying  machines,  which  are  used 
for  settling  questions  of  design  and  arrangement. 

Among  large  mills  the  one  farthest  removed  frem  the  sectional  plan  is  Mill 
91,  in  which  all  of  the  ore  passes  through  every  machine  in  the  coarse  crushing 
and  fine  crushing  plants ;  the  system  changes,  however,  with  the  screens,  magnets 
and  briquetting  machines,  which  have  many  like  machines  in  parallel.  Two 
large  stock  houses  are  installed,  one  between  the  coarse  and  fine  crushing  and 
the  other  between  the  magnets  and  briquetting  machines.  In  this  arrangement 
the  stock  houses  are  necessary  in  order  to  avoid  the  shutting  down  of  the  whole 
plant  whenever  a  breakdown  occurs  in  one  part.  This  arrangement  has  the 
disadvantages  in  comparison  with  the  parallel  section  arrangement  that  a  com- 
plete shutdown  is  unavoidable  where  the  breakdown  is  of  long  duration:  also 
that  unless  there  is  an  equal  amount  of  time  lost  in  each  section  it  will  ultimately 
be  necessary  to  reduce  the  work  of  one  section  for  a  while  in  order  to  let  the 
others  catch  up.  The  normal*  condition  of  the  stock  houses  would  seem  to  be 
about  half  full. 

§  821.  The  arrangement  of  the  gravity  stamp  mills  varies  somewhat.  Where 
the  mill  is  small  there  is  merely  one  line  of  stamps,  and  this  was  the  case  with  all 
the  mills  of  this  class  visited  by  the  author.  In  large  mills,  however,  this  would 
make  the  mill  too  long,  and  two  lines  of  stamps  are  used.  These  two  lines  may 
be  back  to  back  with  the  ore  bins  between  them  and  the  pulp  flawing  away  in 
opposite  directions,  or  the  two  lines  may  face  one  another  with  the  pulp  from 
each  flowinsr  toward  the  other.  This  latter  arrangement  exists  in  the  Father 
de  Smet  mill.  South  Dakota.    While  it  affords  greater  convenience  in  looking 
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after  the  work  of  the  mill,  yet  preference  is  not  given  to  it  owing  to  the  fact 
that  the  ore  bins  shut  out  the  light,  and  it  has  less  stability  and  more  vibration. 

In  this  connection  the  location  of  the  rock  breaker  is  to  be  considered.  In 
52  out  of  67  mills  it  is  with  the  mill.  In  the  other  15  mills,  among  which  are 
the  Lake  Superior  native  copper  mills,  it  is  separate  from  the  mill,  being  located 
in  a  rock  house,  generally  at  the  mine.  The  latter  location  has  several  advantages. 
It  removes  one  of  the  chief  causes  of  irregular  loading  of  the  mill  engine  and 
saves  the  production  of  considerable  dust  in  the  mill,  which  is  bad  for  the 
machinery  and  unhealthy  for  the  men.  It  avoids  considerable  vibration  at  the 
mill  and  saves  much  heavy  construction,  which  would  be  necessary  where  the 
breaker  is  located  at  a  height  in  the  mill.  The  smaller  size  of  the  ore  makes 
the  loading  of  cars,  especially  of  a  rope  tramway,  easier  and  gives  them  greater 
capacity  since  the  buckets  may  all  be  given  a  full  load.  It  also  does  away  with 
the  necessity  of  having  one  set  of  bins  for  coarse  and  another  for  fine  ore.  Having 
the  breakers  separate  from  the  mill  may,  however,  be  unadvisable  in  many 
cases,  since  it  has  the  disadvantage  of  adding  one  more  department  to  the  plant 
to  be  cared  for,  and  consequently  increases  the  expense  of  installation  and 
running,  especially  in  the  case  of  a  small  mine. 

§  822.  In  arranging  mills,  it  is  important  to  have  sufficient  reserve  capacity 
so  that  there  will  be  no  need  of  forcing  any  of  the  machinery,  and  so  that  the 
work  of  one  machine  may  be  temporarily  suspended  for  adjustment  or  repairs. 
The  following  instances  are  given  of  the  use  of  this  policy.  Mill  44  usually 
has  one  or  more  steam  stamps  laid  oflf,  together  with  the  corresponding  con- 
centrating machinery.  Eolker"*  reports  that  at  the  AUouez  mill  they  were 
able  to  produce  4%  more  copper  in  the  long  run  by  running  three  steam  stamps 
continuously  and  keeping  one  in  reserve  than  they  could  by  running  all  four 
with  no  reserve.  A  classifier  may  have  one  of  its  spigots  plugged  temporarily 
while  its  jig  is  being  skimmed,  and  the  stuff  is  treated  bv  the  machines  handling 
the  other  spigots.  The  overloading  for  a  few  minutes  does  no  serious  harm. 
Mill  84  has  the  launders  so  arranged  that  the  pulp  which  commonly  goes  to 
one  of  the  upper  vanners  from  each  battery  can  be  sent  to  the  two  corresponding 
lower  vanners,  which  usually  treat  the  tailings  of  the  upper  vanner.  In  this 
way  a  vanner  can  be  thrown  out  for  repairs.  This  mill  also  has  one  7-belt  Wood- 
bury vanner  in  reserve.  Other  stamp  mills  have  arrangements  for  cutting  out 
one  vanner  and  sending  its  work  to  the  others.  Mill  30  and  other  mills  have 
rock  breakers  in  reserve.  Mill  59  has  two  rock  breakers,  either  of  which  can 
deliver  into  either  of  two  bins  by  means  of  an  adjustable  chute. 

In  mill  arrangement  all  useless  apparatus  should  be  removed.  For  example,  it 
frequently  happens  in  making  changes  in  a  mill  that  certain  pieces  of  apparatus 
are  no  longer  of  any  value,  but  rather  than  take  them  out,  the  ore  is  allowed 
to  run  through  them,  thereby  entailing  a  useless  expense  to  keep  them  in  order. 

This  rule  is  not  so  frequently  broken,  however,  as  its  converse,  namely,  that 
all  good  apparatus  should  be  used  to  ite  full  extent.  To  cite  an  instance,  the 
author  found  in  one  mill  a  settling  tank  which  was  capable  of  doing  most  excellent 
work  as  a  settling  device,  but  when  so  run  it  did  not  act  as  a  good  distributor. 
In  order  to  get  good  distribution  the  use  of  the  latter  part  of  the  tank  was 
given  up  and  another  settling  tank  was  put  in  to  follow  it,  whereas,  by  a  mero 
rearrangement  of  spigots  the  first  tank  could  have  been  made  to  do  both  good 
settling  and  good  distributing. 

Not  only  should  useless  apparatus  be  discarded,  but  the  economy  of  the  various 
machines  should  be  carefully  considered,  and  if  it  is  found  that  any  part  of  W\o 
work  is  costing  more  than  is  gained  from  it,  then  that  part  should  be  immediately 
discontinued.  This  sin  is  of  rare  occurrence,  however,  the  usual  trouble  beinir 
that  there  is  a  lack  of  machinery,  due  perhaps  to  a  short  sighted  policy,  and 
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fituflf  is  thrown  away  that  might  in  a  few  months  pay  for  the  machines  that  were 
necessary  to  treat  it.  Examples  of  this  are  the  gold  mills  formerly  sending  away 
tailings  from  which  canvas  plants  now  make  a  handsome  profit^  that  of  Mill  55 
amounting  to  $2^000  per  month.  Other  examples  are  in  some  Australian  gold 
mills,  which  make  no  eflfort  to  catch  the  concentrates  in  the  ore,  and  thus  have 
a  great  loss. 

§  823.  Many  special  notes  on  arrangement  of  individual  machines  are  given 
in  Chapter  XX.  There  are,  however,  some  general  points  which  can  best  be 
discussed  here. 

The  question,  shall  machines  be  placed  in  series  or  parallel  to  do  a  given 
amount  of  work,  is  an  important  one.  As  a  rule,  it  will  be  found  that  it  is 
considered  preferable  to  use  the  parallel  arrangement,  that  is,  for  example,  having 
a  given  amount  of  ore  to  be  jigged  on  two  jigs,  the  ore  is  divided  so  that  each 
jig  treats  half  rather  than  running  all  the  ore  over  the  first  jig  and  then  the 
tailings  of  the  first  over  the  second.  While  it  is  true  that  the  latter  arrangement 
has  the  advantage  that  a  grain  of  concentrates  has  to  run  the  gauntlet  of  the 
second  machine,  yet  tiie  ore  has  to  be  rushed  at  such  a  speed  over  the  jigs  that 
the  chances  of  losing  concentrates  in  the  tailings  are  probably  greater  than  with 
the  parallel  arrangement  where  the  stuflF  is  treated  at  such  a  decreased  rate  that 
the  separation  has  time  to  take  place.  There  are,  however,  special  cases  where 
the  series  arrangement  is  used.  As  to  whether  this  is  an  advantage  has  not 
been  proved.  For  example,  in  Mill  64  the  pulp  from  30  stamps,  amounting  to 
100  tons  in  24  hours,  is  treated  on  six  vanners  arranged  in  parallel,  and  the 
tailings  of  these  go  to  twelve  others  arranged  in  parallel.  It  is  to  be  presumed 
that  the  larger  part  of  the  concentrates  are  taken  out  on  the  first  set,  while  the 
second  set  serves  to  catch  the  last  grains,  which  are  difficult  to  catch.  The 
vanners  of  the  first  set  each  treat  16|  tons  in  24  hours,  and  those  of  the 
second  set  8^  tons  (minus  the  small  amount  of  concentrates  of  the  first 
set),  whereas,  if  the  pulp  was  distributed  equally  among  the  eighteen  vanners 
at  the  start,  then  each  one  would  have  to  treat  only  5|  tons  in  24  hours.  Similarly 
Mills  83  and  84  both  have  two  sets  of  vanners,  the  second  set  containing  twice 
as  many  as  the  first.  In  Mill  83,  as  now  arranged,  each  vanner  of  the  first  set 
receives  10  tons  per  24  hours,  and  each  one  of  the  second  set  treats  1\  tons 
(minus  some  concentrates  removed  by  the  first  set),  whereas,  if  the  pulp  was 
evenly  distributed  among  all  the  vanners  at  the  start,  then  each  one  would 
receive  only  5  tons  per  24  hours.  The  corresponding  figures  for  Mill  84  are: 
First  set,  now  12^  tons  each;  second  set,  now  6^  tons  each;  if  uniformly  dis- 
tributed, 4^  tons  each  per  24  hours. 

An  argument  for  the  use  of  the  series  arrangement  rather  than  the  parallel 
in  crashing  machines  under  certain  conditions  has  already  been  given  in  §  99, 
where  graded  crushing  is  considered. 

§  824.  The  coupling  together  of  two  different  machines  so  that  one  makes 
clean,  rich  heads  while  the  other  makes  clean  tailings  is  an  idea  that  seems  to  be 
gaining  favor  with  mill  men.  It  is  to  be  recommended  as  a  very  efficient  arrange- 
ment. The  following  are  examples  of  its  use  in  the  mills.  Mill  36  enriches  Sie 
heads  of  the  slime  table  by  sending  them  to  a  vanner.  Mills  45  and  46  send 
slime  table  heads  to  a  kieve  which  makes  rich  heads  but  the  tailings  are  too 
rich  to  be  thrown  away  and  have  to  go  back  to  the  slime  tables.  Mill  47  uses  the 
same  system  except  that  it  uses  tie  and  kieve  instead  of  kieve  alone.  The  ability 
of  the  Wilfley  table  to  make  clean  heads  makes  it  particularly  adapted  to  this 
arrangement  and  the  use  of  slime  tables  joined  with  Wilfley  tables  is  found  in 
many  mills  of  recent  date  (see  §  699  and  §  707). 

§  825.  The  stuff  to  be  treated  by  a  mill  can  be  divided  into  three  parts:  coarse 
mine  ore,  mine  fines  and  middlings;  each  of  which  differs  from  the  other  two 
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dufl5ciently  to  make  separate  treatment  preferable  although  not  absolutely  neces- 
sary. 

The  coarse  mine  ore  is  the  largest  portion  and  its  treatment  forms  the  main 
system  or  backbone  of  the  mill.  The  arrangement  of  the  machines  for  the 
treatment  of  middlings  with  relation  to  the  machines  of  the  main  system  has  been 
discussed  in  §  820. 

The  separate  treatment  of  mine  fines  is  not  practiced  in  this  country  although 
it  is  Tery  common  in  European  mills,  more  particularly  those  mills  where  the  ore 
contains  more  than  one  mineral,  say  galena  and  blende.  The  usual  scheme  is  to 
screen  out  the  fines^  that  is  stuff  below  2  or  3  inches,  and  treat  it  by  itself  while 
the  coarser  stuff  is  crushed,  picked  and  treated  separately.  (See  outline  of  the 
Clausthal  Mill  in  §  698.) 

The  scheme  is  advantageous  in  that  in  the  stuff  as  hoisted  from  the  mine,  the 
fines  (below  1^  to  3^  inches  according  to  the  ore)  usually  contain  considerably 
more  mineral  and  less  gangue  than  the  coarse  or  they  may  contai-n  an  entirely  dif- 
ferent preponderating  mineral  from  the  coarse.  This  is  due  to  the  fact  that  the 
economic  mineral  is  generally  more  friable  than  the  gangue.  There  is  logic 
therefore  in  not  undoing  a  work  that  has  been  partly  done,  tiiat  is,  m  not  mixing 
together  again  minerals  and  gangue  that  have  been  partially  separated,  and  sep- 
arate treatment  has  the  same  advantages  as  the  separate  treatment  of  two  kinds 
of  ore  from  different  mines  has,  viz. :  that  the  adaptability  and  adjustments  of  the 
miachinery  can  be  exactly  suited  to  each  class  of  ore.  The  additional  saving  made 
by  treating  mine  fines  separately  pays  in  the  end  for  the  larger  plant  required. 
In  this  country  however  where  mining  and  milling  are  carried  on  with  little  re- 
gard for  future  generations,  our  mill  men  do  not  care  to  make  the  necessary  out- 
lay.    Mill  12  is  an  exception  to  this. 

§  826.  The  treatment  of  different  varieties  of  ore  separately  is  to  be  recom- 
mended since  each  ore  requires  its  own  adaptation  and  adjustment  of  machinerv : 
neglect  of  this  principle  causes  poor  work.  As  examples  of  its  observance  there  are 
Mills  16  and  17,  one  of  which  treats  that  part  of  the  ore  whieh  is  mostly  galena 
and  the  other  that  which  is  mostly  blende ;  also  Mills  68  and  82,  one  for  the  gold 
bearing  ore,  and  the  other  for  the  silver  bearing  from  the  same  mine ;  also  many 
Qerman  mills  which  have  separate  divisions  for  their  galena  and  their  zinc  ores. 

This  principle  also  applies  to  mills  which  have  to  treat  ores  which  vary  con- 
siderably in  richness,  it  being  wise  to  treat  rich  mineral  separately  from  poor. 
An  example  of  this  is  in  the  gold  stamp  mills  in  the  Thames  aistrict.  New 
Zealand,  all  of  which  have  in  addition  to  their  regular  stamps  a  single  stamp 
called  the  "specimen  stamp'^  in  which  all  rich  rock  is  crushed  and  treated  sep- 
arately. Also  in  some  of  the  gold  stamp  mills  of  this  country  one  battery  is 
saved  for  treating  special  lots  of  rich  ore.  There  is  logic  in  this  scheme  since  a 
longer  and  more  careful  treatment  can  be  given  to  a  rich  ore  with  profit  which 
could  not  be  applied  to  a  poor  ore  without  loss. 

This  shows  that  the  richer  the  ore  the  more  perfect  should  be  the  arrangements 
for  treating  it.  Perfection  does  not  mean  in  this  case  necessarily  a  more  elabo- 
rate arrangement  and  a  sacrifice  of  simplicity.  On  the  contrary  however  an 
arrangement  should  always  be  chosen  which  is  as  simple  as  possible  without  carry- 
ing the  idea  beyond  the  limit  as  was  the  case  in  one  instance  related  to  the  writer, 
of  a  mill  using  stamps  and  vanners  where  graded  crushing  and  concentrating 
should  have  been  used.  The  excuse  given  was  that  a  combination  of  stamps  and 
vanners  formed  a  simple  mill  which  Vras  the  chief  thing  to  be  desired. 

§  827,  Guarding  the  Work  of  Machines. — The  writer  rendered  the  asser- 
tion in  1893  that  "every  machine,  as  far  as  practicable,  should  have  its  guard.'* 
The  best  examples  of  this  practice  are  in  those  multi-sieve  jigs  which  run  the 
first  sieves  with  a  thick  bottom  bed  to  keep  gangue  out  of  the  concentrates,  and 
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the  last  sieve  with  a  thin  bottom  bed  to  ensure  clean  tailings  by  allowing  a  little  of 
the  gangue  to  go  into  the  concentrates.  In  other  cases  a  machine  may  have 
another  one  placed  after  it,  the  first  machine  being  run  to  make  clean  heads  while 
the  second  is  run  to  make  clean  tailings. 

A  general  case  of  this  guarding  occurs  on  every  machine  which  makes  mid- 
dlings in  addition  to  the  heads  and  tailings.  The  middlings  product  not  only 
serves  to  catch  the  included  grains  which  are  not  ready  for  final  treatment  but  it 
also  serves  as  the  guard  which  receives  stray  grains  of  concentrates  which  would 
otherwise  go  into  the  tailings  and  stray  grains  of  gangue  which  would  other- 
wise go  into  the  heads. 

On  machines  like  vanners  which  make  no  middling  product  and  where  the  ex- 
pense of  having  a  second  machine  act  as  guard  is  greater  than  the  saving  made, 
the  guarding  of  the  work  has  to  be  done  by  constant  inspection  accompanied  by 
systematic  sampling  and  assaying. 

§  828.  Storing  and  Shipping  Concentrates. — The  settling,  draining  and 
drying  of  concentrates  have  already  been  discussed  in  §  349,  §  442,  §  618  and 
§  638.  Only  the  shipment  of  them  remains  to  be  considered  here.  In  looking 
through  the  mills  there  seem  to  be  six  methods  of  disposing  of  the  concentrates 
after  they  have  been  un watered  or  settled  and  dried.  Of  these  the  first  four  ship 
them  in  bulk,  the  fifth  uses  barrels,  and  the  sixth  employs  sacks. 

(1)  The  concentrates  are  wheeled  directly  to  their  place  of  treatment.  This 
occurs  at  Mill  41  where  the  smelter  is  close  to  the  concentrating  mill  and  at  sev- 
eral of  the  gold  stamp  mills  which  have  their  chlorination  works  but  a  short 
distance  away. 

(2)  The  concentrates  are  dumped  into  open  cars  direct  and  go  to  the  smelter. 
This  occurs  at  the  Montana  mills  (38,  39,  40,  42  and  43)  which  have  their 
smelters  only  a  few  hundred  feet  away.  It  also  occurs  at  the  Lake  Superior  Mill 
44.  The  size  of  the  cars  varies;  at  Mill  38  regular  dfop  bottom  railroad  cars 
are  used  while  at  Mill  40  the  cars  hold  only  1^  tons  each.  Mill  44  has  tight 
wrought  iron  side  dumping  cars  the  cross  section  of  which  is  a  parabola. 

(3)  The  concentrates  are  wheeled  into  cars  (usually  closed  cars)  direct 
This  scheme  is  used  in  Mills  22,  26,  26,  30  and  34.  Instead  of  wheeling  to  cars 
the  stuff  may  go  to  wagons  in  which  it  is  hauled  some  distance  either  to  the 
railroad,  as  is  the  case  with  the  coarse  concentrates  at  Mill  27,  or  to  the  smelter 
direct  as  in  Mill  2. 

(4)  The  concentrates  are  wheeled  to  store  bins  which  deliver  either  by  gates 
and  chutes  or  by  shoveling  to  cars  as  in  Mills  20,  21,  32,  87  and  92  or  to  teams 
as  in  Mills  18,  24,  27  and  88.  The  details  in  some  of  these  mills  are  as  fol- 
lows: At  Mill  20  the  concentrates  are  brought  to  the  concentrates  house  in  a 
little  car.  The  house  is  10  feet  deep  and  25  feet  wide  and  it  delivers  concentrates 
by  gates  and  chutes  to  dfop  bottom  railroad  cars  which  are  trammed  by  gravity 
two  miles  to  the  locomotive.  At  Mill  21  the  bins  are  12  feet  long,  10  feet  wide, 
and  6  feet  high.  Concentrates  come  to  them  by  barrow  and  they  are  shoveled 
out  into  railroad  cars.  Mill  10  has  a  bin  for  zinc  concentrates  which  is  13  X  17 
X  6  feet  deep  and  will  hold  100  tons.  This  mill  also  has  a  small  bin  for  lead 
concentrates.  At  Mill  24  the  concentrates  first  drain  on  a  mineral  floor  10  feet 
square.  Then  they  are  wheeled  in  barrows  to  the  shipping  floor  where  thev  are 
shoveled  into  wagons  and  hauled  to  the  smelter.  The  store  bins  at  Mill  27  are 
for  only  the  fine  concentrates  which  come  from  the  drier.  The  capacity  of  the  bin 
at  Mill  32  is  60  ton?.  At  Mill  91,  where  tlie  concentrates  are  magnetic  iron  ore 
nnd  are  made  into  briquettes,  they  go  by  conveyor  to  a  large  bank  of  store  bins 
which  will  hold  many  hundred  tons  of  these  briquettes  and  the  bins  are  arranged 
to  deliver  by  gates  and  chutes  directly  into  cars.  Although  only  case  (4)  has 
store  bins  it  is  not  to  be  understood  that  cases  (1),  (2)  and  (3)  have  no  facilities 
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for  storing  concentrates.  They  may  either  have  a  reserve  of  carb  and  wagons  on 
hand  or  else  they  may  have  large  settling  tanks  in  which  the  concentrates  may  ac- 
cumulate. Cases  (1)  to  (4),  that  is^  shipping  in  hulk^  include  the  greater  part 
of  the  mills.  When  shipped  in  bulk  in  cars  care  must  be  had  that  the  cars  are 
tight  since  fine  concentrates  will  run  through  a  hole  almost  like  water.  At  Mill 
92  strong  paper  is  used  as  lining  to  prevent  the  concentrates  from  passing  through 
cracks  in  the  car.  Closed  cars  are  more  often  employed  than  open  cars  as  they 
offer  protection  from  the  elements  and  from  theft. 

(5)  The  most  prominent  instance  to-day  where  concentrates  are  not  shipped  in 
bulk  is  most  of  the  Lake  Superior  native  copper  mills  which  put  their  concentrates 
in  barrels  as  fast  as  made.  The  details  of  the  practice  are  illustrated  by  Mill  48, 
where  the  concentrates  from  Nos.  1,  2,  3  and  4  jigs  are  brought  down  in  pails  to 
the  barrels,  those  from  Nos.  5,  6,  7  and  8  jigs  are  shoveled  from  their  settling 
boxes  into  barrels  and  those  from  the  kieve  are  shoveled  direct  into  barrels.  In 
barrelling  the  copper  a  boy  fills  a  barrel  with  concentrates,  then  runs  in  water  and 
settles  the  concentrates  by  pounding  the  side  of  the  barrel  with  a  wooden  mallet, 
adds  more  concentrates  and  pounds  again  and  then  adds  a  third  batch  of  con- 
centrates and  finally  draws  a  plug  at  the  bottom  of  the  barrel  to  run  off  the 
water.  This  process  greatly  reduces  the  shipping  bulk.  The  reason  for  barrelling 
in  these  mills  seems  to  be  the  richness  of  the  concentrates  combined  with  the  fact 
that  part  of  their  journey  is  by  land  and  part  by  water  thereby  requiring  consid- 
erable handling  in  transit.  The  expense  of  barrelling  and  keeping  the  barrels  (old 
oil  barrels)  in  repair  is  considered  to  be  less  than  the  loss  which  would  occur  if 
concentrates  were  shipped  in  bulk.  One  exception  occurs,  Mill  44,  which  formerly 
shipped  in  barrels,  but  upon  the  erection  of  a  smelter  about  half  a  mile  distant 
substituted  open  cars. 

(6)  In  regard  to  sacking  concentrates  there  are  only  two  of  the  mills  visited 
(1  and  27),  in  which  it  can  be  positively  stated  that  sacks  are  used  although  there 
may  be  a  few  others.  The  sacks  are  usually  about  16  X  24  inches  in  size  and  hold 
200  pounds  or  less  according  to  the  specific  gravity  of  the  material.  Sacking  is 
expensive  and  is  to  be  recommended  only  in  speciad  cases,  for  example,  when  the 
ore  is  very  rich,  or  when  it  is  shipped  in  small  lots,  less  than  a  carload,  or  when 
it  has  to  be  transferred  two  or  three  times  as  from  team  to  railroad  and  from 
narrow  gauge  railroad  cars  to  broad  gauge. 

The  concentrates  should  be  weighed  and  sampled  before  leaving  the  mill  where 
two  companies  are  concerned.  But  where  the  mill  and  the  smelter  both  belong 
to  the  same  company  this  work  may  be  done  at  the  mill  or  smelter  as  is  most 
convenient. 

The  crushing  of  concentrates  is  not  done  to  the  author's  knowledge  in  any  of 
the  mills  visited  by  him.  Whatever  crushing  is  necessary  before  the  metallurgical 
treatment  is  done  at  the  smelter.  One  exception  is  noted  at  Mill  30,  where  coarse 
lumps  of  rich  ore  are  picked  out  as  rich  enough  for  the  smelter  without  being  con- 
centrated. These  lumps  are  crushed  in  a  rock  breaker  before  being  shipped.  In 
foreign  mills,  however,  according  to  Kunhardt,  the  concentrates  are  frequently 
crushed  down  to  \  inch  in  rolls  or  a  Chili  mill  before  sending  them  to  the  smelter. 

§  829.  Disposal  of  Tailings. — In  the  majority  of  mills  the  location  is  such 
that  the  tailings  go  by  gravity  to  the  dump  where  the  solid  material  accumulates 
and  the  water  runs  to  waste.  Where  water  is  to  be  used  again  the  tailings  go  to 
settling  ponds  as  already  described  iii  §  349  and  §  351.  WTiere  there  is  not  suffi- 
cient fall  for  the  tailings  to  pass  off  by  gravity  they  are  elevated  either  by  sand 
wheels  (see  §  629),  used  in  Mill  44,  or  by  bucket  elevators  (see  §  628),  used  iii 
Mills  10,  40  and  43.  In  some  of  the  foreign  mills  tailinsfs  are  unwatered'  and  ele- 
vated to  a  car  which  is  trammed  by  man  power  over  an  extensive  dump.     This  is 
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practicable  there  owing  to  the  cheapness  of  labor.     Mill  24  also  hauls  its  tailings 
out  by  cars  to  the  dump. 

Where  coarse  and  fine  tailings  are  put  on  the  dump  together  along  with  the 
water  carrying  them,  the  tailings  pile  will  spread  over  a  large  area  and  have  a  very 
gently  sloping  surface.  If  the  dumping  ground  is  large  then  this  does  no  harm^ 
but  in  some  cases  the  dumping  ground  may  be  limited.  An  example  of  this  and 
its  solution  have  been  given  in  §  634. 

The  prospective  value  of  tailings  piles  often  deserves  more  attention  than  it 
receives.  Ore  dressing  is  progressing,  and  conditions  are  becoming  more  favorable 
so  that  many  tailings  piles  are  being  treated  to-day  at  a  profit  which  were  of  no 
value  when  they  were  made.  As  an  example  of  this  we  have  Mills  68  and  82, 
which  are  recovering  considerable  values  from  their  tailings  by  the  use  of  cyanide. 
Mill  5  which  is  working  over  its  old  tailings  by  a  Richards  hydraulic  classifier, 
canvas  plants  which  treat  old  stamp  mill  tailings,  andi  others.  In  almost  every 
case  the  profits  of  this  re-treatment  would  be  much  enhanced  if  at  the  time  the 
tailings  were  made  there  had  been  any  consideration  for  the  possibility  of  future 
treatment.  At  some  mills,  for  example  Mills  13,  18,  19  and  40,  certain  parts  of 
the  tailings  are  being  carefully  preserved  until  such  a  time  as  they  can  be  treated 
at  a  profit.  The  wisdom  of  this  course  has  already  been  shown  in  Mill  18,  where 
1 50,000  tons  of  zinc  tailings  had  been  impounded.  In  1899,  when  zinc  was  worth 
$0.06  per  pound,  several  thousand  tons  were  shipped  to  Belgium  via  Galveston. 
The  Wilfiey  table  is  also  able  to  treat  this  stuff  profitably,  making  blende  ore 
which  is  shipped  and  lead-silver-iron  ore  which  is  smelted. 

The  utility  of  tailings  except  for  the  possibility  of  future  treatment  is  generally 
nil.  Sometimes  they  can  be  used  for  filling.  For  example,  in  Mill  25  they  are 
loaded  into  cars  and  hauled  away  to  be  used  by  the  railroad  for  ballast  and  em- 
bankments. Mill  9  J  has  a  screening  plant  to  be  used"  in  preparing  the  tailings 
for  market  to  be  used  as  mortar  sand,  locomotive  sand,  etc.,  etc. 

§  830.  Care  op  Mills. — ^Where  the  ore  treated  is  rich  and  there  is  a  large  mar- 
gin of  profit  a  mill  may  be  run  in  a  hap-hazard  way  and  still  make  a  profit ;  this  is 
not  however  to  be  commended.  But  where  the  mill  is  running  on  ore  which  barely 
pays  expenses  it  is  only  by  the  strictest  attention  to  details  that  a  balance  can  be 
ffnade  on  the  right  side  of  the  ledger.  The  superintendent  is  forced  to  keep  his 
eyes  open  for  every  little  saving  and  improvement.  As  a  rule  it  will  be  found  that 
mill  problems  have  been  studied  with  the  greatest  care  and  the  greatest  advances 
have  been  made  in  the  latter  class.  Hallett  says  that  success  in  concentrating,  even 
when  the  mill  is  adapted  to  the  ore  and  is  in  perfect  condition,  lies  in  constant 
attention  to  detail,  unceasing  vigilance,  plenty  of  assaying  and  ability  to  adapt  the 
mill  to  varying  conditions.  To  this  might  be  added  experience.  Vigilance  in 
every  mill  is  necessary  in  looking  after  the  men,  the  machinery  and-  the  supplies. 
It  would  be  posedble  to  enumerate  a  great  many  other  points  where  vigilance  is 
required.  In  gold  and  silver  mills  the  condition  of  the  quicksilver  must  be  care- 
fully watched. 

An  instance  of  a  comparison  between  a  far-seeing  mill  superintendent  and  a 
timid  one  has  come  to  the  notice  of  the  writer  in  two  mills  just  alike  and  treating^ 
the  same  ore.  In  one  twelve  f-inch  spigots  of  a  distributing  tank  delivered  pulp 
to  four  slime  tables,  while  in  the  other,  four  of  the  twelve  spigots  were  plugged, 
which  gave  a  little  less  solid  material  and  much  less  water.  In  the  latter  case 
the  tables,  relieved  of  part  of  the  burden  of  water,  worked  to  better  advantage 
yielding  concentrates  31%  richer,  and  carrying  a  little  more  weight  than  the 
former. 

In  every  mill  all  work  should  be  done  as  automaticallv  as  possible  so  as  to 
.avoid  unnecessary  handling.  Regularity  in  the  rate  of  feeding,  and  as  far  a? 
possible  in  the  quality  of  the  feed  is  essential  to  good  work  in  any  apparatus. 
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and  will  save  time  which  might  be  lost  from  lack  of  feed  or  from  repairing  in- 
juries  due  to  over-feeding.  As  an  example  of  this,  Wethey  reports  that  in  Mill 
43  he  increased  the  capacity  and  efficiency  of  a  Chili  mill  by  feeding  continuously 
in  front  of  each  roller  instead  of  in  one  fixed  place.  Feeding  by  machine  is 
generally  preferable  to  feeding  by  hand,  since  it  is  usually  cheaper  and  more  eflB- 
cient  A  comparison  at  Raibl  between  feeding  Salzburg  tables  by  shoveling  on 
the  ore  and  by  delivering  it  in  a  stream  of  water  over  a  feed  board  gave  the 
results  shown  in  Table  387.  These  results  are  in  favor  of  the  machine  feeding 
in  every  case  on  three  sizes  of  pulp. 

TABLE  387. FEEDING  SLIME  TABLES. 


. 

CkNine  Meal. 

Medium  MeaL 

FI.ie  Meal. 

Extrft  quantity  fed  iii  percent 

7 

8.6 
84 
14 

6 
96 
81 

0 

84 

'RztrA  iMTinff  of  If^d  in  imment i ... . 

18 

Extra  Ba^lnfif  of  Einc  in  ]>prcent.  ...............-.*.- 

80 

JD  rrrjanftd  cost  of  ormration  in  Tmrcnnt 

88 

Irregularity  of  output  resulting  from  irregularity  of  feeding  is  often  a  cause 
of  much  annoyance.  For  example,  in  the  case  of  a  cyanide  plant  which  is  only 
just  large  enough  to  treat  the  average  amount  of  ore  crushed  by  a  gold  stamp 
mill,  the  output  of  the  latter  may  be  so  variable  as  to  cause  losses  due  either  to 
irregular  treatment  in  the  cyanide  plant  or  else  to  the  running  of  some  material 
to  waste  without  cyaniding. 

§  831.  The  adjustments  of  a  machine  after  being  once  settled  upon  should?  be 
kept  as  nearly  constant  as  possible  and  no  machine  should  be  expected  to  run  with- 
out intelligent  care.  The  quantity  and  quality  of  the  feed  to  a  machine  should  be 
proportioned  to  the  ability  of  the  machine  and  it  is  bad  practice  to  undertake  to 
force  the  machine  or  the  whole  mill  since  there  is  great  liability  that  a  break- 
down may  occur,  or  if  not  the  work  is  ineflSciently  done,  losses  are  greater  and  the 
net  result  is  little  if  any  gain.  Little  stoppages  should;  be  carefully  looked  after. 
In  one  mill  it  was  found  &at  these  stoppages  were  greatly  reduced  by  simply  keep- 
ing a  record  of  the  cause  and  length  of  each ;  this  seemed  to  put  the  men  on  their 
mettle.  In  another  case  where  great  annoyance  was  caused  by  drill  points  com- 
ing to  the  rolls  this  trouble  was  almost  done  away  with  by  having  the  blacksmith 
refuse  to  sharpen  any  drill  that  was  unaccompanied  by  its  broken  piece.  At  the 
same  time  the  miners  were  fined  for  not  picking  up  broken  bits. 

An  economical  mill  man  will  look  after  his  old  material  and  not  allow  it  to  be 
thrown  away.  Among  the  opportunities  of  saving  in  this  way  which  have  been 
considered  in  previous  chapters  are  the  use  of  old  mine  rails  or  old  stamp  stems  for 
grizzly  bars,  old  boiler  tubes  for  launders,  old  stamp  screens  for  rifBes,  old  trommel 
pcreens  for  jig  screens,  old  jaw  breaker  toggles  for  pounding  blocks,  etc.,  etc. 
Under  this  head  comes  also  the  saving  of  values— jn  the  gold  stamp  mill,  for  exam- 
pie,  by  treating  in  a  clean  up  barrel  the  drainings  and  sweepings  of  the  mill,  the 
burned  chips  from  the  mortar,  the  old  rusted  screens,  etc.,  or  in  a  silver  mill  by 
running  all  the  drainings  of  the  mill  through  an  agitator. 

§  832.  Percentage  of  Extraction. — ^The  <juestion,  how  much  can  a  mill 
save,  or  what  saving  will  give  the  greatest  profit,  is  always  asked  by  the  engineer 
who  is  planning  to  build  a  mill.  Figures  on  the  saving  actually  reported  by  the 
mills  are  given  in  Table  388.  A  summary  of  the  data  in  this  table  shows  that 
the  extractions  of  zinc  range  from  25  to  98%,  average  76% ;  of  lead,  from  62  to 
90%,  average  83% ;  of  silver,  from  40  to  90%,  average  73% ;  of  gold,  from  30 
to  98%,  average  83% ;  of  copper,  from  70  to  85%,  average  83% ;  of  iron,  .from 
81  to  95%,  average  89% ;  two  mills  on  pyrite  show  extractions  of  96  and  97% 
sulphur.  It  will  1^  seen  that  there  is  considerable  variation  in  the  different  mUls^ 
the  amount  depending  upon  the  individual  conditions,  as  follows : 
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TABLE  388. — PEHOENTAGB  OF  EXTRACTION  AND  LIMITS  OF  CONCENTRATION. 


Mni  Number  or  Name. 


Percent  Extraction. 


Largest  Sixe 

Conoentratea 

Saved,    (a) 


Largest  Size 

Tailings  Thrown 

Away,    (a) 


Ifaximnm  Grain  in  the 
Finest  Sixe  to  wtaidi 
are 


8 

St.  Symphorien. 


10.. 
11. 
12. 
18. 
14. 


QOjtsinc. 


Vt%  sulphur. 


Sulphur  Mines  &  R.R.  Co. 

15. 

IG., 

17.. 

18., 

19. 


069t  sulphur. , 
86j(Bino 


Undersize  of 

gravel  screen 

l^inch 

HlnchCb). 

1  inch 

4  inch 

1  inch 

About  IH  inch. 

i^inch 

(c) 

^inch 

linch 

3mesh 

inch 

inch 

inch 

inoh(b) 


Yieille  Montague  ..c 

« \[f^ 

21 


"m  lead  and  sine. . . 

86^  lead,6^  silver  70)(  gold 

90%  gold  and  sUver.. 


28 

24 

2S 

26 

27,  old.. 
27,  new . 

28 

20 

80 

81 

82,  old.. 
82,  new . 


84. 
85. 
86. 


87 

Himmelfahrt. 

Laurenburg. . 

Ciausthal 

88 

80 

40 

41 

42 

48 

44 

46 

46 

47 

48 

40 

60 

61 

62 

68 

64 

66 

66 

S7 

68 

60 

60 

01 

62 

68 

64 

66 

68 

67... 

68..: 

60 

TO 

71 

72 

78 


87to009flead 

8B](lead 

76  to  8B](  lead,  40)^  sUver. . 
OOjt  sUver  and  gold 


Over  009f  sUver  and  Ited. 
W  silver,  over  OOjf  lead. . 

769(  lead,  723(  silver 

009f  lead,  80j(  silver 


76  or  8U9(  lead  and  silver. 

75j(  lead,  50)(  silver 

009t  lead,  78gt  silver 


009f  lead,  859t  silver,  Wfi  zinc 

62j(  lead,  'm  silver,  W  sul 

phur«". 


80  to  859t  copper  an^  silver 


70  to  86)f  copper  and  silver 


9A%  copper. . 


00  to  05jt  gold.  ^Si%  silver. 
BOjC  copper!  OQjt  siiver!  \  \ 

ofigoid.!;;!*.!!;!!;!;!!!; 
^  to  "w  gold! !!!!!!!!!!! 


OOjfgold 

SOtoOOjJgold. 

lK)3<jrold 

96or07)(gold. 


TSjfgold 

OTjCgoId 

mi  silver,  WH  gold.. 

oexgoid 


OOto069(gold. 


10  mm 

0.14  inch. 

8  mesh 

20  mm , 

[  0.25  inch...., 

0.18  inch , 

0.4  inch  (6)..., 

7  mm , 

10  mm , 

2U  mm 

6.7  mm , 

88.1  mm 

10.1  mm , 

40  mm , 

0  mm , 

26  mtn , 

Over  18  mm.... 
Over  10  mm.... 

16  ram 

12.7  inm 

16  mm 

Over  16  mm... 
12.7  mm 

25  mm 

j-16  mm 

26  mm 

17.7  mm 

88.1  mm 

54  mm 

^  mm 

15.0  mm 

12.7  mm 

1  inch 

4.76  mm 

4.76  mm 

4.76  mm 

4.76  mm 

i.76  mm 

no  mesh 

S  mesh 

M  inch 

0.5  mm 

0  70  mm 

24  mesh 

1.10  mm 

1.60  mm 

0.70  mm 

0.60  mm 

0  685  mm 

40  mesh 

0.81  mm 

0.75  mm 

25  mesh 

0.60  mm 

0.76  mm 

0.61  mm 

0.A4  mm 

0.52  mm 

0.66  mm 

No  data 

80  mesb 

0.56  mm 

0  76  mm  


Undersize  of  i  ravel 

screen 

1^  inch 

H<nchv6) 

1  inch 

inch 

inch 

inch 

inch 

(c) 
H  inch 

1  inch  and  over.. 

2  mesh 

inch 

inch 

inch 

inch  (6) 

mm. 

10  mm 

0.14  inch 

8  mesh 

20  mm 

0.26  inch 


t 


.  inch 

4  inch  (6).. 

7  nun 

10  mm 

6  mm 

6.7  mm 

1  nmi 

1 


16  nun 

6  mm 

26  mm 

Over  18  mm.. 

S  mm 

Over  16  mm. . 

12.7  mm 

16  mm 

Over  16  mm.. 

12.7  mm 

20  nun 

16  mm 

26  mm.......( 

18.8  mm , 

mm 


8  mm 

8.2  mm 

4.76  nun 

10  mm 

4.76  mm 

4.78  mm 

4.76  mm 

4.76  mm 

4.76  mm 

60  mesh 

8  mesh 

i  inch 

1.5  mm 

0.70  mm 

24  mesh 

40  mesh 

1.60  mm 

0.70  mm.. 

0.60  mm 

0.686  mm 

40  mesh 

0.81  mm 

0.76  mm 

25  mesh 

O.flO  mm 

0.78  mm 

0.61  mm 

0.64  nun 

0.52  mm 

0.66  mm 

No  data. 

80  mesh. 

0.66  mm i 

0.76  mm 


t-  No  recmshing. 


Tlu-oiigh  roUa  setcloaei 
No  recnishtaii;. 


Through  rolls  aet  close. 

H  M  %%. 

U  t4  U 

No  reorusbing. 

About  1  or  2  nun. 
Through  rolls  set  dosei 

inch. 

trough  rolls  set  dose. 

M  t»  .4 

inch  ih\ 

trough  rolls  setdosei 
.64  mm. 
1  nun. 

1  mno. 

2  mm. 

No  recmshing. 

5  mm. 

9^  mm. 

2  nun. 

8  nun. 

Through  rolls  sotdoM 

Data  not  glvsn. 


§i.i 


tanotgiran. 
80  mesh. 

2  mm. 

IH  mm. 

I  mm. 

1V4  mm. 

V^  mm. 

8  mm. 

3.2  mm. 

2.6  mm. 

8  mm. 

0.1  inch. 

4.76  mm. 

4.76  mm. 

4.76  mm. 

4.78  mm. 

80  mesh. 

No  recmshing. 


40  mesh. 
No 
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TABLE    388. — ^PEROENTAOE    OP    EXTRACTION    AND    LIMITS    OF    GONCENTBATION 

Continued, 


Mm  Number  or  Name. 


IVsroent  Bztractkm. 


Larg«fftSlae 
Oonoentrates 
Saved,    (a) 


LanceetSlae 

Tailings  Thrown 

Awi^.    (o) 


Maximnm  Grain  In  the . 

Finest  Sixe  to  which 

Middlings  are 

Recrushed. 


74.. 

7S.. 
TB.. 
77., 
78., 
79.. 
80.. 
81.. 
88.. 
88.. 

84.. 

86.. 

86.. 

87.. 

88.. 
88.. 


MtoOSstgold. 
rWgold 


04](  gold,  74]C  sUyer. 

ftOjfgold 

SWgold 

aOjfgold 


(BjfsflTer,  87)fgold 

80j<8llver 

9H  gold,  TOjt  silver,  »%  \ 
lead  and  copper ) 


90 

W 

Joseph  Wharton 

Witherbee-Sherman. 
« 


90  to  SOge  gold,  75  to  8B)(  ( 
silver j 

96%  silver,  gold,  copper  i 
and  lead f 

ioi'iron.*.'.*.'.'.*.'.'.'.''.;.'.*.'.*;.' 


0.78  mm.. 
1.18  nun.. 
80  mesh.... 
0  48  mm... 
Very  fine,. , 
Very  fine.., 
Very  line.., 

None 

0.68  mm... 
0.48  mm... 

0.41  mm.., 

4  mesh  . . . . 

9  mm 


0.7V  mm., 
18  mm. , 

80  mesh.. 

0.48  mm., 

80  mesh.. 
SO  mm.. 

0.70  nun.. 

0.76  mm.. 

O.flfi  mm.. 

0.4«  mm.. 

0.41  nun.. 
Below  18 
\\i  mm., 


No  reorushing. 


96 

Monteponl  Zinc 

Monteponi  Magnetic. 
Elmore  Oil  ) 

Ooncentradon  MOl.  f ' 
Canada  Corundmn. . . 
King  Brothers  i 

•       -  A 


SUiron 

OB)(iron 

Over  9Q|f  sine. 


Asbestos  Minei 


8  mesh.. 
8.1  mm  . 
6.4  mm.. 
0.6  mm.. 
H  inch.. 
4  mesh . . 
1.6  nun.. 
6  mm.... 
W  mm... 
6  mm.... 

80  mesh.. 

18  mesh.. 

19.1  nun. 


80 

0.64  mm 

8.1  mm , 

6.4  mm 

1.6  mm , 

inch 

mcRh 

1.6  mm 

Below  ^  inch.. 

80  mm 

6  mm 

80  mesh 

11  mm 

1.6  nun 


tt  tt 


Stamped  flneu 
0.48  mm. 

80  mesh. 

0.64  mm. 

Through  rolls  set  close. 

0.6  mm. 

Through  rolls  set  dose. 

16  mesh. 

No  recmshing. 

Through  rolls. 
Through  rolls. 

No  recmshing. 

1.6  mm. 

Through  line  grinder. 


(a)  Not  including  sises  hand  picked, 
(d)  From  galena  ore.    (e)  From  pyrite  ore. 


(6)  Through  rolls  set  at  this  space,    (c)  Practically  same  as  Mill  10. 


(1)  The  Ease  of  the  Separation. — ^An  ore  with  considerable  diflferenoe  in  spe- 
cie gravity  between  the  valuable  mineral  and  the  waste,  and  with  the  •valuable 
mineral  in  coarse  crystallization  and  not  of  a  friable  character,  will  yield  a  high 
extraction.  The  opposite  conditions,  however,  will  make  the  problem  diflBcult,  and 
reduce  the  saving,  even  though  extra  care  is  taken  in  the  dressing.  Note  in  Table 
388  that  the  saving  of  silver  averages  less  than  ^old  or  copper,  probably  due  to 
the  greater  friability  and  finer  dissemination  of  silver  minerals  as  a  rule. 

(2)  The  Value  of  the  Ore. — ^The  more  valuable  the  ore  the  greater  is  the 
extraction,  as  a  rule.  There  are  two  reasons  for  this :  First,  a  rich  ore  justifies 
more  care  and  expense  in  the  treatment ;  second,  it  is  possible  to  reduce  the  tailings 
from  a  rich  ore  to  nearly  the  same  value  as  those  from  a  poor  ore.  As  an  example 
of  the  second  statement,  the  results  of  three  runs  on  three  lots  of  Nova  Scotia 
free  milling  gold  ore  of  different  grades,  but  from  the  same  mine,  are  given  as 
follows : 


Ore  Assay  In  Ounces 
Gold  per  Ton. 

Tailings  Assi^  in 
Ounces  vJold  per  Ton. 

Percent  of  Gold 

hun  1 

1.88 
0.88 
0.06 

0.06 
0.06 
0.06 

96.18 
88.74 
46.18 

Run8 

Run  8 

These  figures  are  more  favorable  than  would  be  obtained  from  many  ores — ^for 
example,  galena  ores. 

§  833.  (3)  The  Obtaining  of  the  Maximum  Profit — ^This  is  perhaps  the 
gr^Ktest  factor  of  all  in  deciding  the  percentage  of  extraction.  The  extra  care 
and  expense  necessary  to  obtain  a  high  saving  may  more  than  offset  the  extra 
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amount  recovered.  This  will  be  clear  from  the  following  table^  made  up  on  the 
assumptions  that  an  ore  containing  5%  copper  is  being  treated,  that  copper  is 
worth  $0.15  per  pound  in  the  form  of  concentrates,  that  400  tons  of  ore  can  be 
treated  per  day  when  75%  is  saved,  while  only  50  tons  can  be  treated  when 
95%  is  saved,  and  that  the  costs  vary  according  to  the  amount  of  ore  treated. 


Ore  Treated 

CoetjperTon 
for  HIniDR. 

(Tost  per  Ton 
forMiUiiig. 

Total 
Coat. 

Peroeot 
BztractloiL 

Value  of 
Product 

Profit 

Tods. 

PerDaj. 

Per  Ton. 

50 
100 
200 
400 

$8.00 
2.26 
l.SO 
1.00 

12.00 
1.80 
0.80 
0.50 

IS 

400 
000 

25 
00 
86 
76 

1712.50 
1,850.00 
2,660.00 
4,500.00 

$408.50 

905.00 

8.060.00 

8,600.00 

IB.26 
0.66 

10.45 
0.7S 

This  indicates  that  it  is  probably  better  to  aim  for  an  extraction  of  about  85*%, 
treating  200  tons,  in  this  particular  case.  Possibly  it  might  be  wise  to  go  up  to 
90%  extraction,  treating  100  tons;  this  would  depend  upon  whether  the  future 
value  of  the  100  tons  left  in  the  ground  might  increase,  owing  to  improvements 
in  ore  dressing  and  in  the  value  of  the  product,  and  also  upon  whether  the  investor 
desired  to  ma^e  a  large  or  a  small  investment  and  a  quick  or  a  slow  return.  The 
best  results  technically  are  not  always  the  best  commercially. 

The  American  idea  appears  to  be :  Simple  mill,  small  investment  (in  propor- 
tion to  tonnage),  high  capacity,  reduced  cost,  reduced  percentage  of  extraction, 
increased  profit  per  ton  and  quick  return  on  the  investment.  The  European 
idea,  in  many  cases,  appears  to  be  just  the  opposite. 

(4)'  The  Amount  of  Concentration,  or,  in  Other  Words,  the  Purity  of  the 
Concentrates, — It  is  obvious  that  the  cleaner  the  concentrates,  the  greater  the 
losses  in  the  tailings,  and  consequently  the  less  the  saving.  Here,  again,  it  is  a 
question  of  dollars  and  cents — ^whether  the  increased  value  of  high  grade  concen- 
trates more  than  ofEsets  the  increased  losses  in  the  tailings.  Local  conditions 
have  to  be  studied  to  decide  this  point ;  high  freight  rates  will  make  it  desirable 
to  eliminate  as  much  gangue  as  possible;  smelting  charges  usually  decrease  as 
the  quality  of  the  concentrates  increases,  except  in  cases  where  the  nature  of  the 
gangue  is  such  as  to  make  it  valuable  as  a  flux ;  penalties  are  put  upon  certain 
ores  by  the  smelters — ^for  example,  on  lead  ore  with  over  10%  zinc  in  Colorado, 
and  in  order  to  comply  with  these  requirements  it  is  necessary  to  sacrifice  some 
of  the  lead,  thereby  lowering  the  percentage  of  extraction. 

§  834.  Limit  T)p  Concentration. — This  is,  as  we  have  already  seen,  a  purely 
commercial  limit.  The  mill  man  should  chase  the  values  just  as  long  as  the 
amount  recovered  yields  a  profit  over  and  above  the  cost  of  getting  them;  in 
reckoning  this  coat,  the  interest  on  the  investment  should  be  included. 

Cases  may  occur  where  a  mill  is  built  on  the  instalment  plan.  Let  us  suppose 
that  we  have  an  ore  in  which  the  valuable  mineral  is  in  coarse  crystallization. 
Then  the  simplest  operation  would  be  to  crush  the  ore  and  jig  it  straight  without 
any  sizing  or  classification,  the  products  of  the  jigs  being  finished  products. 
Such  a  plant  would  probably  yield  the  greatest  initial  catch.  The  next  addition 
would  probably  be  to  introduce  sizing  and  classifying  apparatus,  yielding  prod- 
ucts to  be  treated  separately  on  different  jigs.  I^ext,  fine  concentrators  might  be 
added  to  save  the  values  in  the  finer  portions  of  the  ore,  which  cannot  be  treated 
by  the  jigs.  Bach  addition  would  result  in  a  higher  percentage  of  extraction. 
Attention  would  probably  next  be  given  to  the  middlings  producte,  and  apparatus 
would  be  installed  to  treat  them — ^both  crushing  and  washing  machinery  for  the 
coarse  middlings,  and  washing  machinery  alone  for  the  fine  middlings!  Inves- 
tigation of  the  slimes  might  show  that  it  would  pay  to  add  a  canvas  plant  to  save 
the  finest  material.  Thus  additions  might  continue  for  the  re-treatment  of  the 
middlings  just  as  long  as  the  values  recovered  exceed  the  cost  of  recovery. 
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To  show  how  this  question  is  solved  in  the  mills,  data  has  been  collected,  which 
is  given  in  Table  388.  This  tells  for  each  mill  the  largest  size  of  concentrates 
saved,  the  largest  size  of  tailings  thrown  away,  and  the  maximum  grain  of  the 
finest  size  to  which  middlings  are  recrushed.  In  constructing  the  table^  no 
attention  was  paid  to  products  obtained  by  hand  picking,  since  many  mills  save 
smelting  ore  and  also  throw  away  waste  from  the  ore  as  it  comes  from  the  mine, 
and  to  include  these  sizes  would  make  the  data  misleading. 

Carefxd  study  of  the  table  will  bring  out  many  facts.  The  general  rule  seems 
to  be  to  save  the  concentrates  as  coarse  as  possible,  but  to  crush  the  tailings 
considerably  finer  before  throwing  any  away.  Those  mills  in  which  there  is  no 
recrushing  have  concentrates  saved  and  tailings  discarded  both  at  the  same  size. 
Such  are  the  hand  jigging  mills  (1,  2  and  3),  and  the  sulphur  mills  (13  and 
14),  where  it  does  not  pay  to  treat  the  products  further.  The  gold  mills  {bQ 
st  seq,)  crush  so  fine  at  the  start  that  the  concentrates  and  tailings  are  both  of 
the  same  size.  There  are  two  mills  in  the  table  (25  and  new  Mill  32)  which  arci 
exceptional  in  that  the  maximum  size  of  the  tailings  is  larger  than  the  maximum 
size  of  the  concentrates. 

The  finest  sizes  to  which  middlings  are  crushed,  varies  considerably  in  Table 
388,  In  those  mills  which  do  not  recrush  middlings,  we  might  consider  that 
the  middlings  are  as  large  as  the  concentrates,  while  in  other  mills  the  middlings 
are  much  smaller  than  the  concentrates ;  for  example,  in  old  Mill  27  the  crushing 
of  middlings  is  continued  down  to  -^  the  size  of  the  coarsest  concentrates. 

Every  mill  man  should  see  that  he  has  carried  his  concentration  to  the  limit. 
Familiar  examples  where  the  limit  has  not  been  reached  in  the  past  are  as  follows : 
The  Cornish  tin  mills  send  away  so  much  value  in  the  tailings  that  the  treatment 
of  them  by  stream  workers  is  a  lucrative  business.  A  similar  state  of  affairs 
occurs  in  some  Australian  gold  mills  which  have  little  or  no  concentrating 
machinery.  Canvas  plants,  treating  tailings  from  gold  mills  and  other  mills  in 
this  country,  save  values  which  formerly  went  to  waste.  Some  of  the  mills  at 
Butte,  Montana,  recrush  and  rewash  jig  tailings  formerly  thrown  away. 

There  are  two  sources  of  loss  which  may  occur  and  which  it  is  proper  to  speak 
about  here :  Valuable  fine  material  may  escape  by  being  attached  to  coarse  waste 
in  the  form  of  dust  or  slime.  Comparatively  large  sizes  of  concentrates  may  be 
carried  off  into  the  tailings  by  greasy  flotation. 

The  mill  man  will  find  that  his  medium  sizes  of  concentrates  are  generally  the 
richest.  The  value  of  the  coarse  sizes  is  reduced  by  the  presence  of  gangue 
attached  to  the  valuable  mineral  in  the  form  of  included  grains,  while  the  fine 
sizes  contain  some  free  grains  of  waste  which  are  difficult  to  remove. 

§  835.  Tendency  and  Future. — The  tendency  is  distinctly  toward  graded 
crushing,  graded  sizing  and  graded  washing.  The  jigging  of  larger  sizes  is  being 
experimented  upon  until  certain  mills  are  jigging  1  to  l^-inch  stuff  with  good 
results  in  .the  prevention  of  slimes  and  in  diminishing  the  cost  of  crushing. 
Although  the  invention  of  tables  of  the  Wilfley  type  has  given  some  strength  to 
the  plan  advocated  by  Hallet  and  Bartlett  of  breaking  the  whole  lot  of  ore  to 
a  small  size  before  abstracting  any  portion  of  the  values,  yet  this  scheme  seems 
destined  to  be  of  limited  application  only,  since  the  former  scheme  has  two 
great  advantages  over  it:  the  lump  ore  is  not  slimed  with  its  resultant  losses, 
and  the  power  for  crushing  it  is  saved. 

The  future  progress  to  be  made  in  ore  dressing  will  probably  be  more  in  the 
development  and  perfection  of  the  existing  processes  and  machines  than  in  the 
introduction  of  new  processes.  Not  that  new  processes  do  not  appear, — for  they 
are  brought  out  constantly. — ^but  their  disappearance  is  usually  as  sudden  as  their 
appearance.  The  modem  wet  concentration  method  seems  eminently  suited  to 
most  of  the  problems,  but  it  is  weak  or  altogether  fails  when  there  is  only  a  slight 
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difference  in  specific  gravity  between  the  mineral  and  gangue  or  when  water  i& 
lacking,  or  when  dealing  with  very  fine  slimes.  Under  these  conditions  it  be- 
comes necessary  to  make  use  of  some  one  of  the  special  processes  given  in  Chap- 
ter XVIII.     For  the  separation  in  such  cases  a  broad  theoretical  basis  is  lacking. 

The  future  of  ore  dressing  as  it  will  be  affected  by  the  tables  of  the  Wilfley 
type  which  have  been  so  successfully  substituted  for  slime  tables,  vanners  and  fine 
jigs  is  still  undecided.  It  seems  possible  that  by  modifying  the  riflSes  and  the 
adjustments  this  principle  may  be  applied  with  success  to  much  coarser  material 
than  at  present  attempted.  Time  alone  will  answer  this  question.  It  seems  cer- 
tain, however,  that  the  tables  of  the  Wilfley  type  have  not  yet  reached  the  limit 
of  their  possibilities. 

Similarly  the  author  believes,  in  the  light  of  certain  experiments  he  has  made, 
that  slime  tables  may  be  used  successfully  upon  coarser  sizes  than  at  present. 

§  836.  Of  all  the  suggestions  that  the  author  has  to  make  for  the  future,  the 
one  to  be  particularly  emphasized  is  more  experimental  study.  Hardly  a  ques- 
tion has  been  discussed  on  which  our  knowledge  is  complete,  and  on  many  it 
is  entirely  lacking.  Ore  dressing  is  a  diflBcult  art,  from  the  fact  that  no  two 
ores  are  alike,  and  a  process  must  be  studied  out  for  each.  The  difficulty  of  the 
problem  is  commonly  undervalued.  One  mill  is  designed  to  separate  galena, 
blende  and  quartz  in  Missouri  and  another  for  Colorado,  but  if  either  was  erected 
in  the  other  place  it  would  make  an  entire  failure.  The  Colorado  mill  treating 
galena,  blende  and  quartz  has  graded  crushing  and  sizing  and  crushes  everything 
to  ^-inch  or  less,  while  the  Missouri  mill  with  ttie  same  minerals  simply  crushes 
to  a  limiting  size  of  ^-inch  or  larger  and  jigs  everything  on  a  coarse  jig  with 
open  bed  and  much  suction,  thus  quickly  throwing  away  a  large  amount  of  waste 
and  re-treating  the  "smittem"  or  remainder  on  other  jigs.  The  difference  is  due 
to  comparatively  fine  crystallization  in  Colorado  and  coarse  in  Missouri,  and  to 
the  fact  that  the  Colorado  ore  carries  enough  silver  to  justify  more  expense 
than  the  non-argentiferous  Missouri  ores.  Another  example  is  Mills  44  and  47, 
which  are  both  in  the  same  locality  and  both  treat  native  copper  rock.  Mill  47 
has  considerable  mass  copper,  so  that  about  30%  of  the  total  product  is  re- 
moved by  hand  packing  (assisted  considerably  by  drop  hammer  and  sledges). 
Mill  44  has  less  mass  copper,  though  there  is  considerable  hand  picking.  Mill 
44  has  copper  so  finely  disseminated  that  there  has  to  be  more  re-treatment  of 
products  than  at  Mill  47. 

Ore  dressing  is  generally  left  to  self-taught  men  who  may  be  quick  witted,  but 
who,  as  a  rule,  do  not  know  what  is  going  on  in  other  parts  of  the  world.  They 
are  oftentimes  not  even  backed  by  the  management.  They  take  samples  of 
tailings  and  send  them  to  headquarters,  assays  are  made  and  results  put  on  file 
in  the  office  for  the  benefit  of  posterity,  but  the  mill  man  never  sees  the  resulte, 
and  he  is  the  one  man  who,  by  seeing  and  understanding  them,  can  bring  profit 
to  the  owners  therefrom.  Ore  dressing  should  be  made  a  profession.  There  is 
often  more  to  be  saved  by  good  ore  dressing  than  by  anything  else  about  the 
mine. 

§  837.  The  slimes  question  is  one  point  on  which  the  author  believes  there 
is  much  room  for  improvement.  In  discussing  this  question  there  are  two  ideas 
to  be  considered :  first,  the  means  of  preventing  slimes  as  far  as  possible ;  second, 
the  arrangement  for  treating  such  as  are  unavoidably  made. 

For  the  prevention  of  slimes  the  use  of  graded  crushing,  graded  sizing  and 
graded  jigging  is  probably  the  greatest  help.  This  has  been  previously  discussed 
in  several  places  in  the  book  and  needs  no  further  explanation  here.  For  the 
crushing,  rolls  are  to  be  preferred  in  general  to  stamps  and  most  other  fine 
pulverizers.  Only  on  rare  occasions,  as  for  the  very  fine  crushing  of  middlings, 
is  the  use  of  stamps  justifiable.    As  an  example  of  how  much  material  may  be 
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carried  off  as  dimes,  it  is  stated  that  on  Hand  ores  in  South  Africa,  where  the 
pnlp  from  stamps  passes  over  spiizkasten  which  yield  spigot  products  to  cyanide 
treatment  and  overflow  to  waste,  the  slimes  in  the  overflow  amount  to  approxi- 
mately 40%  of  all  the  stamp  pulp  that  would  pass  through  a  90-mesh  sieve. 
Less  fines  are  also  formed  when  crushing  is  done  wet  than  dry.  Screening  between 
the  breaker  and  rolls  and  also  the  use  of  separate  rolls  for  coarse  and  fine  material 
will  reduce  the  amount  of  slimes.  On  a  soft  galena-blende  ore  at  Ramsbeck,  in 
Westphalia,  the  grizzly  has  only  30-mm.  spaces,  instead  of  the  usual  50  or  60-mm. 
This  sends  finer  ore  to  the  cobbing  and  avoids  much  of  the  fines  which  would  be 
made  if  the  stuff  between  30  and  60-mm.  were  crushed  direct  by  machine.  While 
graded  sizing  will  save  losses  by  slimes,  yet,  when  carried  to  extremes,  the  ad- 
vantage desired  may  be  lost  owing  to  the  large  amount  of  attrition  which  results 
from  the  rounding  of  the  grains  in  passing  the  ore  over  the  large  number  of 
screens  and  concentrators  necessary  when  close  sizing  is  used.  This  attrition 
causes  losses  in  slimes.  Attrition  may  occur  in  other  ways,  and  to  keep  it  down 
all  unnecessary  handling  of  the  ore  should  be  avoided  and  the  necessary  handling 
ahould  be  done  by  proper  machinery.  For  exam-nle,  the  use  of  centrifugal  pumps, 
especially  of  the  radial  discharge  type,  is  to  be  condemned  for  elevating  soft 
orefl  like  galena;  bucket  elevators  would  be  better.  There  is  one  loss  from  at- 
trition that  cannot  well  be  prevented,  and  that  is  from  the  wear  that 
occurs  in  the  bed  of  a  jig. 

Slime  losses  may  be  reduced  by  taking  care  that  where  the  coarse  is  separated 
'  from  the  fine  it  be  thoroughly  done.  By  exercising  this  care  not  only  will  losses 
of  slimes  be  saved,  but  the  washing  of  the  coarser  material  is  better  and  easier 
done.  Examples  of  losses  of  slime  from  its  being  mixed  with  coarse  are  on  jigs 
which  are  fed  with  imperfectly  classified  material,  slime  tables  and  vanners 
fed  with  extremely  fine  pulp  mixed  with  the  coarse.  On  the  slime  tables  the 
very  fine  concentrates  are  lost  off  the  sand  side  of  the  table,  while  on  the  vanner 
they  pass  down  with  the  tailings.  The  remedy  for  both  of  these  losses  is  to 
separate  out  the  extremely  fine  and  treat  it  by  itself.  Greasy  flotation  (see 
§  2)  is  a  source  of  slime  loss  which  may  be  partly  prevented  by  making  sure  that 
the  ore  is  thoroughly  wetted  at  the  start  and  that  during  the  course  of  its  treat- 
ment it  does  not  have  an  opportunity  to  partially  dry  again.  For  getting  the 
slimes  away  from  the  coarse  as  early  as  possible  all  the  ore  at  Ammeberg,  Sweden, 
below  2.5  mm.  goes  to  a  hydraulic  classifier,  which  takes  out  the  slimes  and  leaves 
the  relatively  coarse  to  go  to  fine  screens.  At  Glausthal  a  similar  plan  is  fol- 
lowed (see  §290). 

There  are  two  ways  in  which  the  dilution  of  fine  slimes  may  be  cut  down: 
First,  by  screening  to  finer  sizes,  adopting  the  European  limit  of  1  to  1^  mm. 
for  the  finest  screen  instead  of  the  2  to  3  mm.  size  generally  used  in  this  country ; 
second,  in  cutting  down  the  number  of  ordinary  hydraulic  classifiers  (see  §  286). 

The  actual  treatment  of  fine  slimes  is  by  no  means  an  easy  problem.  Some 
mills,  for  example  Mills  18,  19,  41,  42  and  43,  settle  the  whole  overflow  of  their 
classifiers  and  send  these  settlings  directly  to  the  smelter  without  any  further 
treatment  Extremely  fine  slimes  should  not  ordinarily  be  treated  on  a  vanner, 
but  rather  on  a  slime  table  or  on  a  canvas  table,  because  the  shaking  motion  does 
not  allow  the  fine  particles  to  settle  out  of  the  rapid  upper  layer  of  water.  The 
use  of  cleats  on  the  Wilfley  type  of  tables,  however,  favors  the  treatment  of  fine 
materid. 

§  838.  Treatment  op  Middlings. — (For  the  definition  of  middlings,  see 
introduction  preceding  Chapter  VIII.).  All  of  the  coarser  sizes  of  middlings 
contain  the  valuable  mineral  mostly  as  included  grains;  these  must  first  go  to  be 
broken  finer  before  they  are  further  treated.  The  finer  sizes  of  middlings  have 
t)ie  valuable  mineral  more  in  free  grains,  but  they  are  flat  or  elongated  and  hard 
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to  separate  from  the  more  compact  gangue.  These  require  further  »loi?er  and 
more  careful  treatment  to  separate  them. 

The  behavior  of  these  grains  under  the  various  sizing  and  sorting  operations 
which  the  machines  give  is  such  that  a  grain  once  found  in  middlings  will  again 
go  there  if  re-treated  on  the  same  machine.  In  other  words,  ^^once  middlingE, 
always  middlings.^'  The  continued  re-treatment  of  middlings  on  the  same  ma- 
chine would,  therefore,  make  an  accumulation  impossible  to  deal  with  if  it  wen* 
not  that  readjustments  are  involuntarily  made  by  the  machine  tender  pushing 
the  richest  part  of  the  middlings  into  the  heads,  and  poorest  into  the  tailings, 
bringing  down  the  percentage  of  values  in  the  heads  and  raising  them  in  the 
tailings. 

The  middling  product  is  so  diflEerent  in  quality  from  the  feed  from  which 
it  was  derived,  that  it  deserves  to  be  treated  on  a  special  machine  which  is  properly 

Qualified  to  handle  it.  The  onlv  conditions  under  which  it  is  wise  to  send  mid- 
lings  back  to  be  fed  over  is  where  the  quantity  is  too  insignificant  to  warrant 
installing  a  special  machine  for  their  treatment.  Mill  men  have  not^  aA  a  rule, 
sutRcientlv  appreciated  this. 

Examples  oi  the  foregoing  are  as  follows :  In  skimming  jigs,  more  especially 
hand  jigs,  the  middlings  are  put  back  (see  §  374).  In  Mill  24  hutches  of  No.  6 
jig  are  returned  to  No.  1  whole  current  box  classifier,  which  sends  them  again 
to  No.  6  jig.  Mills  23,  24,  29|  and  86  send  the  slime  table  middlings  back  to  the 
table  either  directly  or  through  a  classifier.  In  Mills  22  and  35  the  slime  table 
middlings  are  sent  way  back  into  the  system,  but  it  seems  reasonable  to  suppose 
that  they  ultimately  come  around  to  the  table  again.  In  Mill  21,  however,  the 
slime  table  middlings  are  reground  and  then  go  back  to  the  tables  through  a 
classifier.  At  Przibram  some  of  the  middling  products  are  treated  en  the  same 
machines  that  produced  them.  On  the  Wilfley  table  the  middling  product  is 
simply  elevated  back  and  fed  to  the  table  again  or  goes  to  another  table.  TIk? 
Wilfley  table  is  an  especially  good  instance  of  middlings  used  as  a  gUMrd  between 
the  heads  and  tailings  to  avoid  constant  care  and  attention,  since  its  action  is 
such  that  the  line  of  demarkation  between  the  heads  and  tailings  is  liable  to  be 
constantly  shifting  back  and  forth  over  a  limited  area. 

Accounts  and  Rbpobts. 

§  839.  In  mining  and  milling  the  manager  should  so  organize  his  accounts 
that  he  can  tell  periodically — once  a  month  is  commonly  found  to  be  a  good 
interval — what  have  been  his  expenses  for  labor  and  supplies  and  other  things, 
and  what  his  income  from  the  sale  of  ores,  concentrates  or  metals.  The  com- 
parison of  these,  when  properly  interpreted,  will  tell  him  whether  he  is  making 
or  losing  money. 

As  milling  is'  simply  a  subdivision  of  the  whole  account  system  of  the  mine  and 
mill,  the  author  will  not  attempt  to  deal  with  it  alone,  but  will  consider  the  whole 
together. 

There  may  be  three  lines  along  which  it  will  be  desirable  to  have  records. 
(1)  The  amount  and  cause  of  each  item  of  expense  incurred  (k^^cr,  supplies  and 
other  expense)  in  order  that  a  total  may  be  summled  up  periodically;  similarly, 
the  amount  and  source  of  each  item  of  income.  (2)  The  distribution  of  the  various 
items  among  the  various  subdivisions  of  the  work  in  order  to  obtain  a  periodical 
summing  up  of  what  each  part  of  the  work,  for  example,  the  milling,  is  costing. 
(3)  The  distribution  of  the  various  items  of  expense  and  income  to  the  different 
lots  of  ore  from  different  parts  of  the  mine  in  order  to  determine  whether  some 
parts  may  not  be  working  at  a  loss  which  cuts  down  the  profit  from  the  oth^r 
parts.    The  benefits  of  this  part  of  the  account  system  are  generally  lost  sight 
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of,  and  it  is  consequently  rarely  practiced,  but  the  author  believes  that  where 
it  is  practicable,  it  is  the  most  satisfactory  method  of  maintaining  a  continual 
test  of  the  mine. 

In  order  to  make  the  accounts  complete  and  to  enable  comparisons  to  be 
made,  records  of  the  weights  of  ore  and  products  have  to  be  kept  and  the 
accounts  reduced  to  a  common  unit,  for  which  a  ton  of  2,000  pounds  conmionly 
serves. 

The  importance  of  accounts  and  reports  cannot  be  overestimated.  The  extra 
cost  of  keeping  them  will  be  more  thsLH  offset  by  the  saving  made  through  their 
study.  They  will  show  the  variation  in  cost  and  the  profit  and  loss  for  each 
branch  of  the  work,  and  the  variation  from  week  to  week  or  month  to  month. 
A  careful  comparison  and  study  of  the  reports  by  a  manager  will  result  in  many 
little  savings  and  stop  many  losses  through  leaks  and  waste.  If  time  lost  and 
the  cause  thereof  appears  in  the  report  blank,  the  manager  is  able  to  locate  the 
responsibility,  and  by  speaking  to  the  foreman,  the  proper  remedy  will  be  applied 
and  the  time  lost  will  rapidly  diminish.  If  poor  concentrating  is  reported,  the 
foreman  will  work  up  to  the  highest  pitch  of  efficiency.  The  importance  of 
having  these  reports  all  at  one  central  point  needs  no  comment. 

§  840.  Many  designs  have  been  made  for  blanks  and  modes  of  keeping  ac- 
counts. For  these  the  reader  is  reiferred  to  the  Bibliography  at  the  end  of  this 
chapter.**  *^^'  ^^^  ■"**  '**  The  following  is  suggested  as  an  outline  of  points  to 
be  covered  from  which  designs  may  be  made: 

(1)  Excavating  expenses,  including  labor,  drills,  powder,  fuse,  lights,  tim- 
bers, etc.  These  may  be  divided  into  stoping  ore,  dead  work  on  shafts,  cross 
cuts,  etc.,  and  exploration  expenses. 

(2)  Tramming,  hoisting,  pumping,  ventilation,  air  compressing,  etc.,  ex- 
penses, including  labor,  fuel,  oil,  other  supplies,  repairs  and  replacements  on  cars 
and  tracks,  repairs  and  replacements  on  rope,  cage  or  skip,  shaft  and  engine; 
similar  figures  on  the  pumping,  ventilating  and  compressing  machinery. 

(3)  Surface  expenses,  including  carpenter,  blacksmith,  machinist  and  other 
general  surface  labor  and  supplies ;  also  landing  and  tramming  the  hoisted  ore. 

(4)  Milling  expenses  for  power,  pumping  and  concentrating,  including  labor, 
fuel,  oil,  other  supplies,  repairs  and  replacements. 

(5)  Shipping  expenses,  including  the  cost  of  shipping  and  marketing  of  the 
products. 

(6)  Construction  expenses,  including  labor  and  material  for  all  new  additions 
and  improvements  to  the  plant. 

(7)  Oeneral  expenses,  including  management,  office  expenses,  assaying,  sun- 
dries, etc. 

(8)  Occasional  expenses,  including  litigation,  strikes,  accidents,  etc. 

(9)  Depreciation  expenses,  including  interest  on  investment  on  whole  plant, 
and  sinking  fund  to  cover  depreciation  in  machinery  and  buildings  and  the 
working  out  of  the  mine. 

(10)  Total  cost,  figured  from  all  the  preceding,  and  the  total  tonnage,  from 
which  can  be  figured  the  cost  per  ton. 

(11)  Receipts,  which  may  be  divided  into:  (a)  mine  figures,  including  the 
tons  of  ore  and  waste  mined,  with  the  assay  and  gross  value  of  the  ore;  and  (6) 
the  mill  figures,  including  tons  of  ore  milled,  with  the  assay  and  gross  value 
of  the  same;  tons  of  picked  mineral  and  concentrates  or  weight  of  metal, 
bullion,  etc.,  with  assay  and  gross  value  of  the  same ;  tons  of  tailings  (by  differ- 
ence), with  assay  and  gross  value. 

(12)  Comparison  of  mdne  and  mill  work  may  be  on  total  gross  value  of 
mine  ore,  as  compared  with  total  gross  value  of  mill  products. 

(13)  Total  net  value  of  yield,  including  gross  value  of  picked  mineral, 
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concentrates^  metal,  bullion,  etc.,  from  which  have  been  deducted  smelter  charges, 
smelter  losses  aad  freight.  Value  is  reckoned  as  total  net  value  for  the  month, 
and  as  net  value  per  ton  of  ore  mined. 

(14)  The  financial  standing  may  be  obtained  by  comparing  the  total  cost 
per  month  with  the  total  net  value  for  the  month,  or  by  comparing  the  cost  per 
ton  with  the  net  yield  per  ton. 

For  further  suggestions  for  the  way  that  items  are  segregated,  the  reader  is 
referred  to  the  subject  of  costs  (see  §  846  et  seq.).  In  this  connection  should 
be  noted  the  variation  found  in  the  methods  used  by  different  companies.  For 
example,  some  companies  will  charge  an  item  to  construction  account,  whereas 
others  will  charge  the  same  item  to  operating  expenses.  Comparisons  of  the 
work  of  different  companies  are  not  easily  made  under  such  conditions,  and  it  is 
to  be  hoped  that  the  day  may  soon  come  when  a  standard  system  of  accounting 
and  reporting  will  be  in  use.  Suitable  blanks  will  be  designed  for  daily  reports 
of  assayers,  weighers,  shift  bosses,  mine  and  mill  foremen,  engineers,  storekeepers, 
shipping  clerks,  etc. ;  in  fact,  along  all  lines  which  contribute  in  any  way  to  the 
monthly  cost  or  monthly  yield.  The  monthly  account  will  be  made  up  from 
these  daily  reports. 

The  final  monthly  figures  may  be  summed  up  into  a  Quarterly  or  yearly  report, 
which  gives  the  most  valuable  view  of  the  progress  of  uie  work. 

Beports  of  custom  mills  are  practically  records  of  tests.  Examples  of  such 
reports  of  tests  are  given  in  §  891  and  §  893. 

Costs. 

§  841.  Cost  op  Erecting  Mills.* — The  original  cost  of  a  mill  depends  upon 
the  following  considerations : 

(1)  The  capacity  of  the  mill.  The  cost  increases  with  the  capacity,  but  not 
in  direct  ratio. 

(2)  Mill  site  and  the  general  nature  of  the  mill.  A  steep  sloping  miil  site 
will  require  expensive  masonry,  retaining  walls  and  costly  grading,  which  are 
not  required  if  the  mill  is  on  a  flat  or  gently  sloping  site.  Upon  the  mill  site 
will  also  depend  the  cost  of  the  equipment  for  getting  and  storing  water  and 
bringing  it  to  the  mill,  for  bringing  ore  to  the  mill,  for  shipping  c6ncentrates  and 
for  disposal  of  tailings. 

(3)  The  internal  details  of  the  building  (in  grouping  and  placing  various 
machines  together)  and  the  choice  of  the  materials  used  in  the  construction. 
Some  mills  use  heavier  machinery  than  others,  and  hence  require  heavier  con- 
struction. Some  mills  need  to  be  much  more  carefully  built  to  withstand  the 
elements  than  others. 

(4)  Cost  of  machinery  at  the  foundry. 

(6)     Duties  and  commissions  paid  on  it,  if  any. 

(6)  Cost  of  railroad  freight  and  transportation  from  the  nearest  railroad 
station.    This  latter  is  often  a  very  large  item. 

(7)  The  local  cost  of  labor  and  timber  and  other  structural  materials  de- 
livered. 

(8)  The  efficiency  of  the  labor  employed  in  erecting  the  plant. 

(9)  The  period  at  which  the  mill  is  built,  the  cost  being  more  at  a  time  of 
general  prosperity  than  at  a  time  of  business  depression.  Improvements  can 
be  made  with  the  least  cost  in  dull  times;  on  the  other  hand,  mills  can  be  run 
with  the  prreatest  profit  in  fiush  times. 

.    (10)     The  duration  of  time  that  the  works  are  under  construction,  depending 

*  For.a  Tery  complete  analTRlR  of  the  cost  of  buildlDur  ctnd  runninff  mills,  with  tabular  data,  the  reader  is 
Teferred  to  an  article  by  A.  G.  Charleton.*** 
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more  qr  less  on  the  willingness  and  ability  of  the  company  to  make  a  heavy  outlay 
in  a  short  time,  or  to  distribute  the  outlay  over  a  longer  period.  A  mill  will 
cost  more  when  it  is  required  to  be  finished  within  a  short  specified  time  than 
when  the  builder  is  allowed  to  take  his  time.  An  extremely  long  time  of  con- 
straction  may  be  objectionable,  however,  on  account  of  the  loss  of  interest  on 
idle  capital  and  of  the  earning  power  of  the  mill. 

§  842.  Only  a  few  examples  of  cost  are  available  to  the  author.  In  using  these 
the  reader  should  bear  in  mind  that  the  cost  of  materials  fluctuates  owing  to 
the  relative  prosperity  of  the  times,  and  consequently  that  any  examples  given 
should  be  used  merely  as  approximations  in  estimating  new  work.  The  plan 
now  generally  used  by  engineers  in  making  estimates  of  cost  of  concentrating 
plants,  after  deciding  the  method  of  treatment,  is  to  apply  to  one  or  more  firms 
for  bids.  The  most  complete  figures  in  the  writer's  possession  are  those  given 
in  Table  389  of  a  mill  with  a  capacity  of  350  tons  in  twenty-four  hours.    This 

TABLE  389. COST  OP  A  350-TON  MILL  IN  1891. 

AbbravlattoDs.— 6.  M.= Board  measure. 


Cost  at 
Factory. 


Welgrht. 
Pounds. 


Cost  of 
Freight 


Totals. 


Grand 
Totals. 


Plans. 

Foundations: 

Labor,  grading 

Driving  96  piles,  at  |8 

Timber  injpiles,  1,886  feet  at  8  cents 

Cutting  oil  piles,  planking  up,  etc 

Building: 

Adrertising  for  bids 

Labor  cost  to  contractor  at  $18.60  per  1,000  feet  (B.  M.) 

Contractor's  profit , 

Lumber,  187,484  feet  (B.lil.)  at  819  to  $18. 

Lumber,  40,800  feet  (B.M.)  at  $88.60. 

Asbestos  sheathing , 

Corrugated  iron  roofing 

Paints  and  miscellaneous  hardware. 

Bolts,  washers,  windows,  etc 

Labor  painting  at  6  and  8  cents  per  square  yard 

Machinery: 

Two  No.  8  Gates  breakers 

Eight  revolving  screens,  complete 

Machinery  for  4  belt  elevators 

All  geari  ng 

All  shafting  (steel),  boxes,  pulleys,  etc 

All  belting 

Two  pairs  84x1 4-inch  rolls 

Two  pairs  28xl0-inch  rolls 

All  iron  work  for  four  8-compartment  jigs 

All  iron  work  for  twelve  8-compartment  jigs 

All  iron  work  for  sixteen  4-compartment  jigs 

Lumber  for  jigs,  89.400  feet  at  1^.50 

All  iron  worlc  for  8  double-deck  fi^vans  tables 

Lumber  for  these  tables,  8,050  feet  at  $98.50. 

All  screens,  cast  and  wrought  spouting,  bolts,  etc 

Miscellaneous  hardware  and  pipe  fittings 

Lumber  for  ^levators,  spouting,  tanks,  etc.,  8,688  feet  at 
$17 and  818;  90.098  feeta' $88.50 , 

Pan  conveyor.  140  feet  long  (not  used) 

^-Inch  Leffel  turbine , 

Wrought  iron  pipe  and  fittings 

New  jig  gates,  extra  belting  and  elevator  cups., 

One  corrugated-belt  Frue  vanner . . . ; 

Three  plain-belt  Frue  vanners 

Miscellaneous  castings 

Two  centrifugal  pumps  (not  used) 

Electric  light  plant;  capacity  160  lamps  of  16  candle  power 

Hot  air  heating  plant — 
Labor  Erecting  Machinery: 

88  jigs. 


$J86.80 
804.60 

[  1,166.81 


Two  double-deck  tables 

Four  Frue  vanners — 

100-foot  pan  conveyor  and  replacing  it  by  a  track  and 
hoist  for  a  car 

Replacing  two  centrifugal  pumps  by  belt  elevators. ...... 

Placing  all  shafting  and  other  machinery:  building  spout- 
ing, elevators,  trommel  housings,  clasKifiers,  tanks,  etc 

Contractor's  profit  on  $6,600  of  this  work 


Totals $84,788.86       870,008   $5,568.85 


8,048.00 

1,100.00 

960.00 

1,800.00 

8,616.00 

TStS.OO 

940.00 

870.00 

8,087.00 


$1,008.18 
994.00 
106.00 
684.00 


$845.00 


8,088.18 


8,400 
8,968 

9,000 


$64.58 
981.98 

165.46 


7.80 
8,404.87 
1,096.88 
1,064.81 

918.00 

989.78 

698 
1490.77 
1900.00 

194.50 


8,498.18 


86,800 

71,716 

9,900 
16,000 
14,600 

84,000 


(.00 


1,195.00 
860.09 


1,481.00 
1,006.68 
446.90 
488.88 
750.00 
l,6no.OO 
192.96 
180.00 
888.00 
966.00 


8,700 


98,496 
10,000 


14,816 
8,950 
9,146 
9,170 
9,800 
6,800 

ono 

9,000 
9,000 
19,950 


619.70 

1,868.90 

40.99 
990.00 
990.00 

606.46 


68.80 


466.70 
laS.OT 


888.87 

178.45 
56.04 
70.46 
79.45 

180.90 

1.10 

97.16 

60.00 

480.00 


8,661.70 

6,689.90 

776.98 
1,989.00 
1,160.00 

8,648.45 

661.60 
608.80 
181.12 
1,680.70 
999.16 

9,074.96 

1,809.97 

1,180.06 
601.94 
504.88 
899.46 

1,690.90 
194.a'S 
977.15 
898.00 

1,446.00 

8,670.00 
5()0.00 
100.00 

900.00 

600.00 

9,199.47 

1.788.40 


81,061.97 


7,888.87 


$40,704.09 
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mill  was  built  in  1891,  when  the  price  of  iron  was  $15  to  $18  per  ton,  and  in  a 
district  where  water  was  available  for  power  and  labor  received  good  wages. 

§  843.  For  a  ten-stamp  mill  in  Montana  in  1895,  having  no  amalgamated 
plates,  but  with  classifiers  and  three  vanners,  the  bid  of  a  firm  in  the  Mississippi 
valley  was  $4,707  "free  on  board,"  the  total  weight  being  72,895  poimds.  A 
firm  on  the  Pacific  coast  bid  $5,200  to  supply  the  same  outfit,  but  weighing 
68,000  pounds.  This  makes  the  cost  per  stamp  $470.70  and  $520  in  the  two 
cases,  respectively.  To  get  the  total  cost  of  the  mill,  it  would  be  necessary  to 
add  the  cost  of  the  building  and  of  the  freight  and  installation  of  machines. 

Bids  for  the  machinery  for  a  twenty-stamp  gold  mill  in  Nevada  in  1899  were 
as  shown  in  Table  390 : 


TABLE  390. COST  OP  A     ' 

rWENTY-STAMP  MILL  IN  NEVADA. 

M  Chicago. 

At  Denver. 

At  San  Frandaco. 

Weight 
Pounds. 

Cost 

Weight. 
Pounds. 

Co^ 

Weight. 
Pounds. 

Cont 

Wjii^hlnAfTr  f€\T  fiO^tfATIlP  mill  •#•...•!.. 

188,880 
61,000 
81,000 
0,000 

$11,600 

6;7S0 

1,800 

680 

127,000 

$10,278 

190,000 

68,000 

96,000 

8,C0D 

Power  for  nuDA 

IVftter  suddIv  for 8&mo  .•.. 

96,800 
16,000 

1,718 
1,610 

10-ton  ■ampUiig  works  for  Sftine 

In  addition  to  the  machinery^  there  were  required  131.93  thousand  feet  of  lum- 
ber for  frame  and  floors  for  the  mill  and  sampling  works.  This  lumber  (Oregon 
pine)  cost  $17.60  per  thousand  feet  "fifee  on  board/*  or  $60  at  the  mill.  There 
was  also  required  corrugated  iron  for  the  roof  and  sides,  but  the  cost  of  this  was 
not  obtained.  The  cost  of  railroad  freights  per  100  pounds  was  $1.90  from 
Chicago,  $1.40  from  Denver  and  $1.10  from  San  Francisco.  The  cost  of  hauling 
stuff  by  wagon  twenty-five  miles  from  the  railroad  to  the  mill  was  $10.50  per  ton. 

A  small  concentrating  plant  in  Montana  in  1895  cost  $4,540  for  machinery 
''free  on  board"  in  the  Mississippi  valley.  This  included  one  10xl5-inch  Blako 
breaker,  two  20xl0-inch  Cornish  rolls,  two  trommels,  three  jigs,  two  vanners, 
one  centrifugal  pump,  one  grizzly,  pulleys,  belting  and  one  SO-horse  power  engine 
and  boiler. 

The  cost  of  the  hand  jig  mills  of  Missouri  is  simply  the  cost  of  the  hand  jigs. 
A  complete  mining  and  jigging  plant  costs  about  $185,  distributed  as  follow?: 
Two  roughing  hand  jigs  at  $25,  $50 ;  1  cleaning  hand  jig,  $25 ;  1  horse  whin 
for  hoisting,  $40 ;  frame,  $20 ;  a  pair  of  mules,  $50. 

Mills  in  Southwest  Missouri  of  the  type  of  Mill  9  and  Mill  10,  cost  $7,000 
or  $8,000.»« 

The  cost  of  Mill  50  was  as  follows:  machinery  ''free  on  board,'*  $3,325; 
freight,  $975;  building,  .^1,000;  installation,  $1,000;  total  $6,300,  not  including 
assay  office,  pipe  line  and  reservoir. 

Mill  78,  which  is  a  canvas  plant,  was  built  at  a  cost  of  $2,000,  including 
everything. 

The  plant  at  Monteponi  (see  §  779),  cost  about  £16,000  ($77,760),  including 
permanent  way  and  wagons  for  transporting  the  ore  between  the  mines,  the  con- 
centrators and  the  smelters,  but  not  including  the  magnetic  plant. 

A  rough  rule  given  by  Vezin  for  the  cost  of  buildings  is,  that  space  in  Colo- 
rado mills  does  not  cost  nw>re  than  about  15  cents  per  cubic  foot,  and  sometimes 
much  less.    This  includes  all  the  space  between  the  floor  and  roof. 

§  844.  Cost  of  Milling,  Including  in  Some  Instances  the  Cost  of 
Mining. — The  cost  of  milling  will  vary  greatly  in  the  same  locality,  and  will 
depend  upon  the  following  conpiderations: 

(1)  The  general  design  and  internal  arrangements  of  the  mill  building  for 
economizing  labor  and  simplifying  the  plant,  depending  to  a  great  extent  upon  the 
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selection  of  a  suitable  site  and  its  proper  utilization,  also  upon  the  heaviness 
of  construction  and  care  in  erection.  The  following  examples  illustrate  this: 
Of  two  40-8tamp  mills  the  difference  in  design  makes  one  employ  16  men,  while 
the  other  requires  24  men.  If  they  were  80-stamp  mills  the  number  of  men 
would  be  26  against  44.  Besides  the  smaller  number  of  men,  there  is  also  a 
saving  in  supplies  and  repairs.  At  the  old  El  Callao  mill  in  Venezuela  in  1882 
the  cost  was  78.30  francs  ($16.11)  per  ton,  while  in  the  new  mill  in  1892 
it  was  6.22  francs  ($1.20).  Of  two  66-stamp  mills  in  Venezuela  one  was  poorly 
designed  and  built,  and  crushed  only  93  tons  daily  at  a  cost  of  18s.  9d.  ($4.56) 
per  ton,  while  the  other  embodied  the  results  of  a  practical  millman's  expe- 
rience, and  crushed  143  tons  daily  at  a  cost  of  6s.  3a.  ($1.62)  per  ton.  Note 
the  difference  in  cost  of  treating  material  in  the  new  and  the  old  Himmelfahrt 
mill  in  §  867  ($0.17  and  $2.08  per  ton,  respectively). 

(2)  The  general  nature  of  the  process  depending  upon  the  kind  of  ore  to  be 
treated.  The  finer  the  crushing  and  the  more  complicated  the  plant  the  more 
costly  will  be  the  operation.  Iron  ores  are  washed  by  a  simple  plant  at  a  cost 
of  only  a  few  cents  per  ton,  while  the  treatment  of  silver  ores  by  the  combination 
process  usually  costs  at  least  $1.00  per  ton.  It  is  clear  from  this  how  important 
it  is  that  the  selection  of  the  process  be  made  only  after  thorough  tests. 

(3)  The  capacity.  The  larger  the  capacity  of  a  mill  the  smaller  will  be 
the  cost  per  ton,  since  many  items  of  expense,  such  as  management^  skilled  labor, 
taxes,  insurance,  etc.,  are  fixed  charges  and  increase  very  little  with  increased 
capacity,  and  even  common  labor  does  not  increase  in  proportion  to  the  tonnage. 
Also  there  is  a  saving  in  a  big  mill  from  the  buying  of  supplies  in  large  lots 
and  the  making  of  repairs  on  a  large  scale.  Increasing  the  capacity  of  a  mill 
may,  by  cutting  down  cost,  allow  poorer  ore  to  be  treated.  This  will  cut  down 
the  average  yield,  and  at  the  same  time  the  profit  pr  ton,  but  the  total  profit 
with  the  larger  quantity  and  lower  yield  per  ton  will  be  greater  than  the  total 
profit  with  the  smaller  quantity  and  the  higher  yield  per  ton.  To  illustrate  this, 
compare  the  cost  in  the  Alaska  Treadwell  mill  in  §  853  with  that  of  some  of  the 
small  40-stamp  mills.  The  new  El  Callao  gold  stamp  mill  in  1888  crushed 
15,692  tons  at  a  cost  of  18.40  francs  ($3.55)  pcfr  ton,  while  in  1891  it  crushed 
68,949  tons  at  a  cost  of  6.29  francs  ($1.21)  per  ton. 

§  846.  (4)  The  continuity  of  running.  This  is  a  great  factor  in  cost.  A 
mill  that  is  idle  half  the  time  has  to  keep  much  of  its  labor  on  the  pay  roll  so 
that  the  monthly  expense  will  not  be  in  proportion  to  the  time  run.  If  the  mill 
is  idle  for  the  purpose  of  repairing  breakdowns,  it  may  happen  that  the  total 
monthly  expense,  including  repairs,  will  be  greater  than  the  cost  of  running  the 
mill  continuously  for  a  month.  Charleton  reports  a  mill  which,  if  run  con- 
tinuously, could  treat  ore  at  the  rate  of  5s.  ($1.22)  per  ton  instead  of  10s.  ($2.43) 
as  actually  run.  The  above  facts  call  attention  to  the  evil  of  building  a  mill 
too  large  for  the  ore  supply  or  of  building  any  mill  until  the  ore  in  sight 
warrants  it.  There  often  are  exceptions  to  the  last  statement,  where  the  cost  of 
running  a  small  mill  part  of  the  time  is  less  than  that  of  shipping  the  ore 
to  a  distant  custom  mill. 

(5)  The  efficiency  of  the  labor  employed  and  its  cost.  In  a  large  mill  the 
labor  is  more  effective,  since  it  is  more  specialized,  the  skilled  labor  and  unskilled 
being  engaged  in  their  special  lines  all  the  time,  while  in  a  small  mill  the  skilled 
labor  either  is  idle  part  of  the  time  or  else  engaged  in  doing  lower  class  work. 
In  large  mills  automatic  devices  saving  labor  are  more  used.  It  is  best  to  avoid 
cheap  skilled  labor  as  a  rule,  for  by  paying  higher  wages,  more  intelligent  men 
are  secured  who  will  be  better  satisfied  and  will  be  more  than  worth  their  extra 
cost.    By  having  intelligent  skilled  labor  it  will  be  found  that  many  improvements 
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will  be  made  and  costs  will  be  reduced,  which  are  not  so  likely  to  occur  with 
cheap  skilled  labor. 

(6)  The  quality  and  price  of  supplies,  fuel,  etc.,  used.  Supplies  cost 
much  more  delivered  to  a  mill  in  a  remote  district  than  to  a  mill  near  the  railroad. 

(7)  The  power  employed  and  its  method  of  application.  Many  California 
mills  obtain  water  power  at  a  low  cost,  while  the  mills  in  the  Black  Hills  have 
to  use  steam  power  at  quite  a  large  expense. 

(8)  The  situation  of  the  works  as  regards  water  supply,  transportation  of  ore 
from  the  mine  to  the  mill  and  the  disposal  of  tailings.  A  mill  located  at  the 
mine  and  having  ample  room  for  a  tailings  dump  saves  the  cost  of  hauling  the 
ore  to  the  mill  and  of  hauling  away  the  tailings. 

(9)  The  specific  gravity  of  the  ore.  In  figuring  cost  per  ton  the  specific 
gravity  will  affect  the  result  considerably,  since  heavy  ores  are  treated  as  rapidly 
by  volume  as  light  ones,  and  therefore  more  rapidly  by  weight 

(10)  The  efficiency  of  the  general  management.  This  is  perhaps  the  most 
important  of  all.  The  management  requires  technical  skill  in  order  to  take  ad- 
vantage of  every  scientific  improvement ;  and  business  ability  in  order  to  propor- 
tion wages  in  all  departments,  according  to  relative  efficiency  and  usefulness; 
and  to  discriminate  in  employing  the  right  man  and  the  proper  materials  in  the 
right  place,  and  in  putting  on  or  knocking  off  an  employ^.  The  management 
must  serve  as  the  agent  of  capital  on  the  one  hand,  and  controller  of  labor  on  the 
other,  and  prevent  strife  between  them ;  at  the  same  time  maintain  discipline  and 
inculcate  a  spirit  of  loyalty  and  harmony  throughout  the  whole  working  force. 

§  846.  The  costs  of  milling  given  below  are  taken  from  three  sources:  the 
author's  visit  to  the  mills,  the  official  mine  and  mill  reports,  and  from  the  mining 
periodicals.  They  are  believed  to  have  received  the  direct  or  indirect  approval  of 
the  management  in  every  case.  The  cost  of  mining  is  added  in  many  cases.  Such 
mills  as  are  given  by  number  are  described  in  Chapter  XX. 

These  figures  on  cost  of  milling  vary  for  the  reasons  previously  given,  and  also 
because  the  method  of  making  up  accounts  varies  in  the  mills;  in  some  of  the 
quotations  fixed  charges,  such  as  superintendence,  taxes,  insurance,  etc.,  are  not 
included.  There  are  aLso  variations  in  including  other  items ;  some  mills  include 
the  cost  of  assaying  mill  products,  of  shipping  concentrates,  of  disposing  of  tail- 
ings, etc.,  while  others  do  not.  The  amortization  of  capital  as  an  item  of  cost  is 
almost  everywhere  omitted.  Charleton  says  that  this  should  be  taken  as  10  or 
15%  of  the  original  cost,  according  to  the  life  of  the  works;  but  it  is  sometimes 
taken  as  only  5  or  10%  on  the  machinery,  and  2.5  to  5%  on  the  buildings. 

The  cost  of  mining  is  as  variable  as  the  cost  of  milling.  The  raining  depends: 
( 1 )  upon  the  system  used,  including  the  method  of  laying  out  the  mine,  of  actual 
■mining,  hauling,  ventilation,  draining  and  supporting  the  roof;  (2)  upon  the 
quality  of  labor  and  the  wages  paid;  (3)  upon  the  kind  of  explosives  and  other 
supplies  used  and  the  cost  of  the  same;  (4)  upon  the  general  management; 
and  (5)  upon  the  amount  of  "dead  work*'  or  development  required  and  its  coel 
This  last  item  is  one  of  the  greatest  causes  of  variation  in  the  cost  of  mining. 
It  varies  with  the  geological  formation  and  with  the  mining  experience  and 
judgment  of  the  management  and  often  even  upon  chance.  It  can  be  seen  that 
this  work  requires  a  thorough  knowledge  of  all  kinds  of  ore  deposits  considered 
from  a  geological  standpoint,  and  especially  of  the  phenomenon  and  structure 
of  faults. 

The  same  variation  occurs  in  keeping  mining  accounts  as  in  milling,  and 
consequently  where  a  lump  sum,  without  details,  is  given  for  the  cost,  one  cannot 
be  sure  whether  it  covers  only  the  bare  cost  of  mining  or  includes  also  the  cost 
of  development,  transportation  to  mill  and  fixed  charges  for  management,  etc. 
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The  cost  should  include  the  depreciation  of  the  mine  and  the  redemption  of 
capital  spent  on  the  plant. 

§  847.  The  average  cost  of  milling  by  hand  jigs  in  the  Joplin  district  of  Mis- 
souri (see  Mill  3)  is  about  $0.50  per  ton. 

Mill  10.  A  mill  in  Missouri  treating  100  to  120  tons  in  10  hours  and  sep- 
arating blende  and  galena  from  a  gangue  of  flint  and  limestone.  The  total  op- 
erating expenses  including  mining  and  milling  were  $0.59  per  ton.  Five  other 
mills  similar  to  this  in  the  Joplin  district  of  Missouri  gave  figures  for  mill- 
ing only,  as  shown  in  Table  391.  These  figures  are  based  on  actual  weights 
of  ore  and  include  everything  except  general  expense  of  management  and 
amortization. 

TABLE  391. — COSTS  OF  MILLING  IN  THE  JOPLIN  DISTRICT  OF  MISSOURI. 

Average  Cost  per  Ton  for  Several 
Coi  •     *^ " 


Llonsecutive  Months. 


FirstmiU 100  i0.84S,  0.19,  0.20,  0.18,  0.80 

SeoondmiU 80  !  iO.28,  O.W,  0.20,  0.84,  0.26,  0.88,  0.98,  0.87 

Third  mUl 80  110.44,  0.44,  0.87,  0.80,  0.44,  0.88,  0.80,  0.81 

FourthmUl 110  :  10.44,  0.50,  O.CST 

FffthmiU 140  $0.18,0.84,0.88 

At  the  first  mill  the  cost  of  $0.36  per  ton  was  subdivided  as  follows:  repairs 
on  plant  $0.044 ;  labor  $0.153 ;  fuel  $0.069 ;  hard  iron  $0.031 ;  light  $0.009 ;  lubri- 
cants $0.021 ;  cleaning  pond  $0.001 ;  tools  $0.001 ;  water  $0.001 ;  fire  insurance 
$0.04;  total  $0.36. 

Mill  15.  An  80-ton  concentrating  mill  in  Missouri  separating  blende  from  a 
gangue  of  flint  and  dolomite.  A  year's  work  shows  33.36  tons  milled  per  day  of 
10  hours  and  the  following  are  the  items  of  cost  per  ton. 

Concentration.  Hepairs. 

Labor $0.8877       Labor $0.0046 

Fuel ...  0.0986       Supplies 0.0688 

^ •  0.0545  

0.0097  Total $0.0888 


Supplies. 


Total $0.9044  Grand  total $0,417$ 

These  figures  do  not  include  superintendence  and  depreciation. 

Mill  18.  A  95-ton  concentrating  mill  in  Colorado  treating  ore  containing  ar- 
gentiferous galena^  blende,  pyrite  and  quartz.  The  average  cost  of  concentrating 
is  about  $1.00  per  ton  of  crude  ore. 

Mill  20.  A  175-ton  concentrating  mill  in  Utah  on  pyrite  in  a  soft  quartz 
and  porphjrry  gangue.     The  cost  per  ton  of  crude  ore  for  concentrating  is  $0.92. 

Mill  22.  A  175-ton  mill  in  Missouri  separating  galena  from  limestone.  The 
cost  of  mining  varies  with  the  amount  of  water  to  be  handled  and  with  the 
thickness  of  the  ore  deposit  in  the  mine  which  changes  the  number  of  drills 
required.  The  following  is  a  safe  estimate  for  a  well  equipped  mine  in  this  local- 
ity handling  200  tons  in  24  hours  with  ore  averaging  10  feet  thick. 

l2DrillA^   t  Driller,  $1.60)  -«- «o       Sharpeninpr  drills,  etc $10.00 

12  Drills..  ^  jjgjp^p     1.26f '^■""       PowJerand  fuse 80.00 

80  Shovelers,  trammers,  etc 86.00       Oil  and  lighting 4.00 

in)  Trackmen.   $1.86;     roofmen,    $1.75;(  ^^  nn       Coal— SO  tons  at  $8.00 40.00 

*"  1  shift  bosses,  $8.00;  pumpmen,  $1.60. .  f  * '  *    "•*"  

8  Hoisting  engineers,  $1.76;  4flremen,  $1.40)     <m  ^^  Total $161.00 

8  Landers,  $1.60;  helpers \     """  Totalperton $0,806 

This  estimate  does  not  include  superintendence  and  such  supplies  as  timber,  etc. 
Mill  24.  A  100-ton  mill  in  Missouri  separating  galena  from  limestone  contain- 
ing some  silica.  Mining  costs  $0.80  to  $0.85  per  ton  of  ore  including  hauling  ore 
from  mines  to  mill,  hauling  concentrates  to  smelter,  hauling  away  the  tailings 
and  hauling  fuel  (wood  on  a  tramway  near  by) ;  also  includes  power  furnished  to 
run  the  machine  shop  and  all  repairs  on  the  mill,  tramways  from  mines  and  on 
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reservoir.  Mining  costs  $1.25  to  $1.75  per  ton  of  ore  mined.  This  indndes 
all  the  hand  sorting  where  from  one  quarter  to  a  half  of  the  rock  is  thrown  out  so 
that  only  a  little  over  half  goes  to  the  mill.  The  cost  of  breaking  the  rock 
(stoping)  exclusive  of  wheeling  to  the  shaft  and  hoisting  is  about  $0.40  to  $0.45 
per  ton. 

Mill  25.^*  A  900-ton  mill  in  Missouri  separating  galena  from  dolomite.  The 
cost  of  dressing  for  the  year  ending  May  1,  1887,  was  $0,364  per  ton  made  up  of 
labor  $0,134,  repairs  $0,100,  supplies  $0,035  and  coal  $0,095. 

§  848.  A  mill  in  northern  Idaho  on  argentiferous  galena  with  a  gangue  of 
quartz. 


Labor  Stoping. 
Foremen,   boons,    blacksmiths,   nippers    and 

supply  men ^ $0,198 

Ttmoermen  and  carpenters,  $8.50  per  shift 0.088 

Miners,  $8.60  per aihift 0.S77 

Carmen  and  trammers,  tt.60  per  shift 0.186 

Shovelers  and  laborers,  $8.60  per  shift 0.484 

Oontract  work 0.047 

Repairs 0.085 

T6tal .$1,489 


Supplies  BtopiDK. 

Explosives $0,061 

niuminants 0.084 

Lubricants O.OQS 

Ironand  steel 0.018 

Miscellaneous  supplies O.0B8 

Timberand  lagging 0.08B 

Power  supplies 0. 007 

Wood O.OOB 


Total $0,888 

Grand  total  for  stoping $1,718 

To  get  the  total  cost  of  mining,  a  certain  amount  must  be  added  to  this  for 
development  work. 


Labor  Concentrating. 

Foremen,  Idacksmlths  and  machinists $0,048 

Milhnen,  $8  per  shift 0.090 

Laborers,  $8:50  per  shift 0.010 

Ore  sorters,  oontract  work .  0.086 

Powerlabor 0.004 

Crasher  Uibor 0.016 

Repair  labor 0.019 

T^ital .$0,800 


Supplies  Concentrating. 

Lubricants $0,006 

Iron  and  steel 0.008 

Miscellaneous  supplies 0.089 

Timber O.OOB 

Rollshells 0.011 

Trommel  screens 0 .  007 

Crusher  supplies 0.008 

Power  supplies 0. 001 

Wood 0.088 

Stable , 0.008 


Total $0,008 

Grand  total $0,808 

These   figures  do  not  include  general   expense   such   as  superintendence,   as- 
saying, depreciation,  etc. 

Mill  42.***     Copper  sulphide  ore  with  a  gangue  of  quartz  and  feldspar.     The 
mining  expenses  per  ton  for  the  year  ending  June  30,  1898,  were  as  follows: 

Assay  expenses  and  salaries 

"  ndles 


Prc>cipitatinff  scrap  material $0,008 

Salaries,  including  management 0.088 

stable  expenses 0.004 

Su ndry  supplies 0 .088 

Taxes 0.049 

Timber 0.896 

Tools  and  utensils 0.086 

Water 0.015 

n^^^i^j  Building  and  structures 0.008 

"^®P""*1  Machinery  and  plant 0.861 

rvkn«fn«/.firkn  j  Buiidlug  and  structares 0.088 

^°"'™<^"**"  1  Machinery  and  plant 0.106 


Total. 


.  $8.98S 


$0,006 

Candles  .' 0.089 

Coal 0.148 

Electric  light 0.010 

Expenses 0.014 

Freight  on  ore 0.810 

Fuseand  cape 0.018 

Labor 2.814 

Legal  exiwnses 0.018 

Mess  expenses 0.009 

Ofl 0.012 

Personal  injuries 0.085 

Powder 0.101 

Precipitating  expenses 0.004 

Precipitating  labor 0.018 

The  cost  of  concentrating  was  $0.77  per  ton.  Goodale"*  says  that  in  four  mills 
treating  this  class  of  ore  at  Butte,  Montana,  the  expenses  of  concentrating  range 
from  $0.35  per  ton  in  the  larger  plants  to  $1.00  in  those  of  smaller  capacity. 
Custom  work  costs  higher  than  steady  work  owinsr  to  the  frequent  changes  nec- 
oKsary.  The  cost  of  concentrating  in  Butte  during  ten  months  in  1901  and 
1902  was  $0.70, per  ton  in  three  mills  and  $0.75  in  one  mill.* 

§  849.     Mill  .45.*"    A  3-head  steam  stamp  mill  at  Lake  Superior  on  native 
copper  amyg(jaloid  rock.     The  total  cost  per  ton  for  mining  and  milling  was 
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$1.82  in  1897  and  $1.60  in  1898;  for  stamping  and  concentrating,  $0.54  in  1897 
and  $0.6102  in  1898. 

Mall  46."®.  A  6-head  steam  stamp  mill  at  Lake  Superior  on  native  copper 
amygdaloid  roclc.  The  total  expenses  of  this  company  in  1898  were  $1.69  per 
ton  of  ore  mined.  This  probably  includes  the  cost  of  smelting  and  marketing 
the  copper.  The  cost  of  stamping  and  concentrating  was  $0.28  per  ton  against 
$0.25  in  1897. 

Mill  47.**®  A  5-head  steam  stamp  mill  at  Lake  Superior  on  native  copper 
amygdaloid  rock.  The  total  cost  per  ton  mined  in  1898  was  distributed  as  fol- 
lows : 

Hinfmr  and  milling. $1,648      Smeltlnfr,  transportation,  etc $0,888 

Construction 0.886  

Taxes  in  Michigan 0.068  Total $8,880 

The  cost  of  stamping  and  concentrating  was  $0.2228  per  ton. 

Mill  48.***  A  6-head  steam  stamp  mill  at  Lake  Superior  on  native  copper  con- 
glomerate. The  total  cost  per  ton  mined  in  1898  including  smelting  and  trans- 
portation was  $2.29;  of  this  the  cost  of  mining  and  millmg  was  $1.66  which 
includes  a  cost  of  $0.22402  for  stamping  and  concentrating  per  ton  milled. 

Atlantic  mill.**^  A  6-head  steam  stamp  mill  at  Lake  Superior  on  native  cop- 
per amygdaloid.     In  the  year  1898  the  costs  per  ton  were  as  follows: 

Mining,  selecting  and  breaking,  and  all  surface  expenses,  indoding  taxes $0.8011 

Transporting  to  mill 0.06S6 

Stamping  and  concentrating 0.8411 

Working  expenses  at  mine $1.1877 

Freight,  smelting  and  marketing  product,  including  New  York  office  expenses 0. 1604 

Total  running  expenses I1.84S1 

Total  expense,  including  construction 1 .  686(> 

The  rock  stamped  was  370,767  tons. 

Wolverine  mine.***  This  is  a  Lake  Superior  native  copper  mine  which  treats 
its  ores  at  two  mills  with  one  steam  stamp  each.  In  the  year  ending  June 
30,  1899,  217,243  tons  of  rock  were  mined  and  184,799  tons  were  milled.  The 
costs  per  ton  mined  were : 

Underground  expenses 10.8608       Construction 10.0487 

Bockhouse 0.0788       Smelting,  freight  and  marketing  copper O.88O0 

Stamp  mill 0.8190  

Surface  expenses 0.0049  Total $1.6684 

The  actual  cost  of  stamping  and  concentrating  per  ton  treated  was  $0.3668. 

§  860.  Mill  64.^**  A  30-stamp  vanner  mill  in  Utah  on  silver  ore  with  gangue 
of  quartz,  siderite  and  calcite.  Report  for  year  1898.  Ore  mined,  38.889  tons, 
of  which  4,928  tons  were  shipped  direct  and  33,961  tons  were  milled. 

Ck)st  per  Ten.  Cost  per  Ton  Mined. 

Mining. -Labor  on  ore $1,689  $1,680 

Labor  on  dead  work 0.404  0.404 

Labor  on  surface 0.615  0.615 

Supplies,  timber,  fuel,  etc 1.116  1.116 

Total  mining $8,815  18.815 

Milling.— Labor 0.727  0.688 

Supplies,  fueK  etc 0.860  0.889 

TotalmllUng $1,006  $0,966 

General  expenses,  taxes,  etc 0.806  0.8B6 

Grand  total $6,666 

Mill  66.  A  10-stamp  gold  mill  in  California  on  cement  gravel.  Mining  and 
milling  cost  $1.00  to  $1.50  per  ton,  average  about  $1.25,  depending  on  the  hard- 
ness and  amount  of  boulders,  quality  of  the  air  in  the  mine  and  the  depth  of 
gravel. 

Mill  67."    A  40-stamp  gold  mill  in  California  with  gangue  of  quartz. 
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Mining.— Labor  stoplnfT $448 

Labor  developmaDt O.M 

Supplies,  Umber,  etc l.tt 

General  mine  labor O.OT 

BiufMe labor l.«l 

Total  per  toa $8.47 


MiUing  for  three  Tears  (1888-1890). 

Amount  of  ore  onuhed,  in  tons..  68,906 

Total  east ^l 

8appUes.-~Mercur7,  per  ton |0.0B4 

Shoes  ana  dies 0.088 

Other  mill  oastiiiKS.  .    0.016 

Screens 0.010 

Sundries 0.094 

Total  per  ton 10.181 

Labor.— OoDcentratora |0.186 

Amalgamators 0.188 

Bookbreaker 0.0«r 


-I0.S14 


Total  per  ton. . 
Waterperton 0.810 

Grand  total  per  ton |0.800 

Mill  59.***  A  40-stamp  gold  mill  in  California  with  a  gangue  of  quartz  and 
slate.  During  six  months  in  1900  the  ore  mined  was  14,784  tons,  the  ore  milled 
was  14,280  tons  and  the  total  expense  was  $5.97  per  ton.  An  average  of  18 
months  gave  the  milling  cost  as  $0.4924  per  ton. 

Mill  61.  A  40-stamp  gold  mill  in  California  with  a  gangue  of  quartz  and 
slate.    Mining  costs  $1,672  per  ton  while  milling  costs  $0,444  per  ton. 

§  851.  Mill  64.**'  A  30-stamp  mill  in  California  with  a  gangue  of 
quartz  and  slate.  For  the  year  ending  September  30,  1896,  there  were  33,497 
tons  mined  at  a  cost  of  $2.17  per  ton  and  33,512  tons  milled  at  a  cost  of  $0,408 
per  ton.  These  figures  include  all  expenses.  The  operation  of  the  rock  break- 
ers and  delivery  of  the  ore  to  the  mill  is  charged  to  mining.  The  detailed  ac- 
count of  mining  and  milling  cost  is  as  follows: 


Mining. 


Timbers 

SpUinff 

Lumber 

Charcoal 

Candles 

Powder 

Fuse 

Caps 

Water  for  power 

Freight 

Iron 

Steel 

Hardware 

Oil 

Grease  and  tar 

Coal 

Miscellaneous 

Power  drill  maehinerj 

Pump  repairs 

Surreying 

Taxes 

Water  pipe 

Insurance 

Wire  rope 

Superintendence  and  labor. 


Total. 


Total.      Cost  per  Ton. 


$0,966.80 
8,081.66 

eoi.46 

668.40 

696.90 

1,661.87 

991.88 

6^4.05 
8,897.85 
988.76 
406.16 
488.79 
989.81 
888.01 

89.80 

77.11 
1,894.18 
834.79 
687.60 
818.80 
847.90 

99.09 

188.77 

899.70 

90,068.88 


$78,640.36 


10.186 
0.061 
0.090 
0.019 
0.016 
0.090 
0.009 
0.008 
0.096 
0.016 
0.018 
0.018 
0.088 
0.008 
0.001 
0.008 
0.067 
0.096 
0.019 
0.006 
0.008 
0.008 
0.004 
0.018 
1.494 


r<S.168 


MiUhifi:. 


Shoes., 
Dies. 


Meroury 

Wood 

Hardware,  iron  and  steel. . 

Belting 

Water  for  power 

Freight 

(Yanlde 


Grease 

Lumber 

Miscellaneous 

Assay  supplies. 

OfBce  supplies. 

Silver-plated  plates 

Water  pipe  and  connection . 

Hauling  sulphurets 

Express  on  bullion 

Taxes 

Insurance  

SupMintendenoe  and  labor 


Total. 


Total.      OostpsrToa. 


$688.80 

880.60 

106.89 

«M).71 

78.87 

486.16 

199.48 

8,188.70 

79.68 

81.00 

14.88 

9.06 

808.88 

888.98 

198.04 

109.80 

894.08 

718.40 

708.88 

189.14 

847.60 

69.88 

6,889.06 


$18,699.96 


$0,018 
0.011 
O.0O8 

o.oor 

0.008 
O.OIS 
0.000 

o.oos 
o.ooo 

0.006 
0.007 
0.006 
0.008 

O.oor 

0.091 
0.080 
0.000 
0.006 
0.008 
O.IOO 


$0,406 


A  summary  shows  that  of  the  milling  cost,  $0,163  was  for  supplies,  $0,160 
for  labor,  and  $0,095  for  power. 

Mills  65,  73  and  74."*  60,  60  and  40-8tamp  gold  mills  respectively  in  Califor- 
nia with  gangue  of  quartz  and  slate.  The  cost  of  milling  in  1897  exclusive  of 
power  was  $0,138  per  ton.     Water  power  is  used  and  costs  but  little. 

§  852.  Mill  66.i»»  "*  "«  A  100-stamp  gold  mill  in  the  Black  Hills  with  a 
gangue  of  quartz  and  schist.  The  detailed  cost  of  milling  per  ton  for  the  fiscal 
year  1893-4*  treating  104,995  tons  was  as  follows : 


Labor $0.2948 

Suppltos 0.0105 

Wafer 0.1988 

Wood 0.0697 

Coal 0.1784 

Madhlnerj 0.1097 


Oil $0.0094 

Quicksilver 0.006S 

Lumber 0.0167 

Timber 0.018S 


Total. 


.$0.8561 


*  At  this  time  the  mill  oontalDed  ooly  80  stamps. 
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The  report  of  the  Homestake  Company  which  includes  other  mills  and  mines 
besides  Mill  66,  for  the  year  ending  May  31,  1897,  shows  a  total  expense  of 
$4,305  per  ton  divided  as  follows : 

MiUlQfT $1,078       Purchaae  of  property 10.684 

Mining «.80O  

BlackKinlth shop,  foundry,  tramway,6tc 0.970  Total $4,805 

General  expenaes  and  taxee 0.098 

Mill  67.  A  20-8tamp  gold  mill  in  Nova  Scotia  with  a  gangue  of  quartz. 
The  cost  of  mining  on  the  various  lodes  varies  from  $2.00  to  $8.00  per  ton. 
The  approximate  cost  of  mining  and  milling  when  running  full  is : 

Stoping  ; $1.90  per  ton.       Buperintendenoe $0.89 

Dead  work  (deyelopment) 0.68  

Tramming  and  hoisting 0.»6  Total $8.85 

MlUlng 0.86 

This  mill  is  run  by  steam  power. 

At  the  Oldham  mill  in  Nova  Scotia  which  is  a  lO-stamp  custom  mill  and 
crushes  28  to  30  tons  in.  24  hours  the  cost  per  ton  was: 

Labor $0.8780       QuickaUTer $0.0006 

Supplies 0.0898  

Iron  (shoes  and  dies; 0.0864  ToUd $0.8498 

The  power,  superintendence  and  depreciation  are  not  included. 

Mill  68.  A  60*stamp  gold  mill  in  Montana  with  a  gangue  of  quartz,  slate, 
granite  and  calcite.    The  cost  of  milling  is  $1.16  per  ton.     See  Mill  82. 

Mill  69.*^'  A  30-stamp  gold  mill  in  Idaho  with  a  gangue  of  quartz  and  slate. 
The  cost  of  mining  and  hauling  by  wagon  one  mile  to  the  mill  is  $3.00  per 
ton.     The  cost  of  stamping  and  concentrating  in  24  hours  is : 

Labor.  Supp.ies. 

1   Crusherman ...$8.00  Castings,  lumber,  etc $10.00 

8  Amalgamators 7.00  OU 1.00 

8  Vannermen  6.00  Screens  ($0.08  per  ton) 8.0O 

1   Wheeler 8.00  QuicksUver,  belts,  tacks,  etc 0.60 

iOiler.etc 1.80  

liachlnist 1.84  Total  daOy  suppUes $18.80 

Gaipenter 8.00  Totallabor 87.60 

Night  watdunan 1.00  

Foreman 1.00  Grand  total $41.00 

Assayer 1.00 

•R)tal  labor $87.60 

As  the  mill  treats  100  tons  in  24  hours  this  m^kes  the  cost  per  ton  to  be  $0.41, 
but  this  does  not  include  cost  of  power,  superintendence  and  depreciation. 

Mill  72.  A  40-stamp  gold  mill  in  California  with  a  gangue  of  quartz  and 
slate.  Mining  costs  about  $1.75  per  ton  and  milling  about  $0.60.  The  ore 
body  is  from  3  to  64  feet  wide. 

Mill  77.'"  A  75-stamp  gold  mill  in  Gilpin  County,  Colorado,  with  a  gangue 
of  quartz  and  decomposed  feldspar.  The  cost  of  milling  in  1890  was  $0.84  per 
ton  but  in  1891  it  decreased  to  $0.78.     Of  this,  $0.38  was  for  labor. 

§  853.  Gold  Coins  Mines  Company,***^  in  Gilpin  County,  Colorado,  mined 
20,724  tons  in  1896  at  a  cost  of  $6.20  per  ton  made  up  of  $2.47  for  break- 
ing ore  and  tramming,  $0.67  for  hoisting,  $1.14  for  prospecting  and  dead  work 
and  $1.92  for  general  expenses.  Of  this,  5,358  tons  were  milled  at  Mill  77 
at  a  cost  of  $2.42  per  ton  and  13,916  were  milled  at  the  Kansas  mill  at  a  cost 
of  $1.47  per  ton.  In  the  latter  mill  the  details  were:  labor  $0.62  per  ton, 
supplies,  fuel  and  water  $0.55  and  hauling  $0.30. 

Alaska  Treadwell  Mill.^®**  A  240-stamp  gold  mill  on  Douglas  Island,  Alaska, 
with  a  gangue  of  granite.  For  the  year  ending  May  31,  1899,  the  total  expense 
for  250,408  tons  was: 

Mining $0.7788  per  ton.       Office  expenses.  Parte $0.G0O0  per  ton. 

Milling  and  concentrating. 0.2778  "  Legal  expenses.  Ban  Frandsoo 0.0088  ** 

Chlorinatingof8,197.tons of  sulphurets  0.0870  **  Consulting  engineer,  expenses 0.0088  ** 

Sulphuret  expenses,  1,716  tons 0.0610  "  Bullion  charges  O.OSOO  ** 

General  expenses,  Douglas  Island 0.0884  ^  

Office  expenses,  San  Francisco 0.0044  *'  Total $1.8880      ** 

Office  expenses,  London 0.0046  '* 
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Hammond^^*  gives  the  following  figures  as  average  for  a  40-stamp  gold  mill 
using  water  power. 

HfUlabor $0.905 per t4Ni.       Lubricaots,  acreens,  ttliiminiita,  mA- 

ring,  retorting,  ■uperinteiMlent.(a)  O.OJK      **  ohinist,  Incidentals. fO.Oi  to  O.QB 

o.or  toO.lO  

0.015  to  0.04  Total $0,986  toO.45 

(a)  Superintendent  geta  $190  per  month,  and  one-half  is  charged  to  mill  and  one-half  to  mine. 

To  this  add  cost  of  water  power.  If  steam  power  is  used  add  about  $0.10  per 
ton  for  labor  and  $0.01  for  repairs,  lubricants,  etc. 

In  the  eases  of  three  representative  gold  stamp  mills  in  Amador  County,  Cali- 
fomia,'*  working  profitably  with  mills  of  20,  40  and  30  stamps  respectively,  the 
total  costs  including  mining  and  everything  were  $2.35  to  $3.45,  $3.50  to  $3.75 
and  $3.10  to  $3.25  per  ton  of  ore. 

Olcott**  gives  the  cost  of  milling  in  several  California  stamp  mills  as  varying 
from  $0.20  to  $0.75  per  ton  and  in  a  Gilpin  County,  Coloraxio,  stamp  mill  as 
$0.95  per  ton. 

§  854.  Mill  82.  A  50-stamp  combination  silver  mill  in  Montana  with  a 
gangue  of  quartz,  slate,  granite  and  calcite.  The  cost  of  milling  is  $3.00  per 
ton.  Mills  68  and  82  are  together  and  the  total  expenses  per  ton  for  both  for 
different  periods  of  six  months  are  as  follows : 


Six  Mentha  finding. 

June  80, 
1804. 

Der.81, 
1804. 

June  80, 
1806. 

Dec  81, 
1808. 

June  80. 
1880. 

Total  tons  treated. 

84,618 

$7.74 
0.11 
0.90 

88,010 
$7.44 

O.or 

0.88 

97,980 

$0.00 
0.04 
0.86 

40,180 

$6.78 
0.66 
0.90 

87.688 
$6.80 

Working  ezpenaee,  including  inmiranoe,  taxes,  etc. 
Pf^raianent  imDroTementfl r . , t 

T  jondon  channM  and  HundrlMi  .................  1 1 . 

f 

Total 

$8.14 

$7.80 

$11.90 

$6.68 

f 

Mill  84."*  A  40-stamp  combination  silver  mill  in  Utah  with  a  gangue  of  barite, 
quartz  and  calcite.  In  the  year  1896,  the  mill  treated  38,600  tons  of  ore  at  a 
cost  of  $1.01  per  ton ;  mining,  transportation  and  other  expense  came  to  $4.92 
per  ton.  An  estimate  of  the  cost  of  mining  a  vein  4  feet  wide  is  from  $2.00 
to  $6.00  per  ton  varying  with  the  dip  and  the  hardness  of  the  vein. 

§  855.  De  La  Mar  mill.'**  A  wet-stamping,  pan-amalgamation  silver  mill 
in  Idaho.  The  tons  mined  in  1897  were  40,569,  of  which  40,453  tons  were 
milled  and  116  tons  sold  direct  to  smelters.  The  cost  of  mining  was  $5.30  per 
ton  to  which  $0.59  per  ton  has  to  be  added  as  the  cost  of  mining  and  marketing 
the  ore  sold  to  smelters.  The  cost  of  milling  was  $4.94  per  ton  of  which  $1.67 
was  for  labor,  $2.82  for  chemicals  and  general  supplies,  and  the  remainder 
for  insurance,  bullion  charges,  etc. 

New  Elkhom  mill.***  A  dry-stamping,  chloridizing-roasting  and  pan-amal- 
gamation mill  in  Montana.  The  cost  of  mining  13,830  tons  in  1896  was  $12.39 
per  ton  and  of  milling  13,762  tons  $7.17  or  a  total  of  $19.56  per  ton. 

Ontario  mill.***  A  dry-stamping,  chloridizing-roasting  and  pan-amalgamation 
silver  mill  in  Utah.     The  costs  for  1896  were: 


Tona. 

Per  Ton. 

18.87 
4.88 
1.16 
0.44 

T6n8. 

PerTbD. 

Mining 

9ft.912 
88,019 
28.019 
98,880 

Mflllng 

Bullion  ezpeoae 

Total 

80J7O 
804RO 

6.16 

1.00 

Hmilinif 

$81.61 

Alice  Mill.'**  A  dry-stamping,  chloridizing-roasting  and  pan-amalgamation 
silver  mill  in  Montana.  In  the  year  1897  the  cost  of  milling  25,702  tons  wa:< 
$6.11  per  ton  and  of  mining  $4.15. 


§  856  GENERAL  IDEAS  ON  MILLING.  1135 

§  856.  Hibernia  mill.  This  mill^  located  in  New  Jersey^  takes  magnetite 
and  a  granitic  gangue,  mined  in  an  open  cut>  and  treats  it  in  a  magnetic  con- 
centrating plant  at  the  rate  of  200  tons  in  10  hours.  Mining  costs  $0.50  per 
ton,  milling  $0.50,  and  all  other  expense  of  management,  etc.,  $0^5  making  a 
total  of  $1.25  per  ton. 

The  Michigamme  iron  mine,^*  Michigan,  concentrated  180  to  200  tons  of 
magnetic  ore  daily  (probably  ten  hour  day)  at  a  cost  of  $0.18  per  ton  including 
crushing,  hoisting  into  mill  bins,  separating  by  magnets  and  loading  into  cars. 

The  Tilly  Foster  mine**  in  New  York  treating  magnetic  iron  ore  from  an  old 
dump  at  the  rate  of  about  140  tons  per  day  (probably  ten  hours)  showed  by 
its  monthly  reports  from  February  to  July  inclusive,  1890,  that  the  total  cost 
varied  from  $0,700  to  $0,915  per  ton  of  ore,  average  $0.77^.  This  included 
digging  from  the  old  dump,  breaking,  hauling  by  train  to  the  mill,  stamping  and 
separating  by  magnets.  The  cost  of  the  ore  delivered  to  the  mill  varied  from 
$0,059  to  $0,097  per  ton  leaving  the  cost  of  actual  milling  to  vary  from  $0,632 
to  $0,818  per  ton  of  ore. 

Mill  91  was  designed  with  the  idea  of  treating  magnetic  ore  on  a  very  large 
scale  and  thereby  reducing  the  cost.  It  has  been  estimated  that  the  mining 
and  milling  can  be  done  for  considerably  less  than  $0.10  each  per  ton  but  as 
the  plant  has  not  yet  passed  beyond  the  experimental  stage  the  accuracy  of  these 
estimates  has  not  been  demonstrated. 

Mill  92.  A  combination  magnetic  mill  in  New  Jersey  treating  200  tons  in  24 
hours  separating  out  franklinite  by  magnetic  separators  and  willemite  and  zinc- 
iteby  jigging: 

CruBhlns  home  labor,  Indudioff  loading  Into  storage  bins,  hoisting  into  house,  crushing,  drying  and 

hand  picking fO.llTB 

Separating  hoase  labor,  indudlDg  Jig  runners,  jig  helpers  and  drying  concentrates 0. 1477 

General  labor,  including  foremen,  m^man,  chemist,  repair  men,  engineers  and  eleotticlans,  loaders 

and  shippers 0.9688 

Total  for  labor |0.68Sft 

Goal 0.0877 

lUateiial  for  general  supplies  and  repairs,  wire  cloth,  oil  and  grease,  repairs  to  machinery 0.1946 

Total  per  ton  of  9,940  pounds  of  crude  ore ....  |0 .74197 

In  the  new  mill  of  this  company  the  cost  has  been  reduced  to  $0.40  per  ton. 

Hoffman**  gives  the  cost  of  mining,  crushing,  roasting,  preparing  and  separat- 
ing one  ton  of  magnetic  concentrates  from  2^  tons  of  ore  at  the  Croton  mines, 
New  York,  as  $1.95. 

Clemens  Jones'*  estimated  from  tests  that  the  total  cost  of  one  ton  of  magnetic 
concentrates  from  1^  tons  of  hematite  ore  would  be  $2.88,  of  which  $0.63  was 
for  roasting  and  concentrating. 

Chase's  estimate*®*  of  the  cost  of  cobbing,  crushing,  washing,  crushing  and 
separating  one  ton  of  magnetite  from  Cranberry  ore  in  North  Carolina  was  $0.25. 

Phillips^  estimate^**  of  the  total  cost  of  one  ton  of  magnetic  concentrates  from' 
Cranberry  ore  was  $6.80.  His  estimate***  for  the  total  cost  of  mining,  roasting, 
and  concentrating  magnetically  three  tons  of  Alabama  hematite  into  one  ton  of 
concentrates  was  $1.15. 

§  857.  Three  German  mills,  treating  complex  lead  and  zinc  ores,  are  given 
for  comparison,  viz. :  the  Himmelf ahrt  mill  at  Freiberg,  the  Silberau  mill  at  Ems 
and  the  Gute  Hoffnung  mill  at  St.  Goar  am  Rhein.  All  these  mills  use  the 
German  continuous  system  of  concentrating  with  hand  picking  and  cobbing, 
close  sizing,  graded  jigging,  elx;.,  and  employ  a  large  number  of  men,  (see  §  814); 

The  Himmelf  ahrt' mill  treats  150  to  200  tons  in  ten  hours,  is  run  by  steam 
power  and  the  cost  is  8  pfennig  per  100  kilos  or  $0,173  per  ton,  exclusive  of 
rough  sorting  and  hand  picking.  As  illustrative  of  the  great  reduction  in  costs 
made  by  this  mill  it  is  interesting  to  note  that  the  cost  of  dressing  in  the  old 
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Himmelfahrt  mill  about  1890  was  96.4  pfennig  per  100  kilos  or  $2,082  per  ton. 
This  was  distributed  as  follows:  sorting,  separating  and  cobbing,  $0-432  per 
ton;  cleaning  followed  by  cobbing  and  jigging,  $0,302;  crushing  by  rolls  and 
jigging,  $0,104;  stamping  and  concentrating  on  tables,  $0.380 ;  transportation, 
testing,  etc.,  $0.864 ;  total,  $2,082. 

The  Silberau  mill  treats  200  tons  in  10  hours  using  both  steam  and  water 
power.  In  one  month  3,043  tons  were  treated  at  a  cost  of  27  pfennig  per  100 
kilos  ($0,583  per  ton)  including  repairs  and  general  costs,  or  21  pfennig  per  100 
kilos  ($0,453  per  ton)  without  these.  The  distribution  of  cost  about  1890 
was  as  follows:  separating  and  sorting,  $0,058  per  ton;  clean  picking,  $0,181; 
dressing  mine  fines,  $0,348;  dressing  blende  and  lead  ores,  $0,151;  total,  34.2 
pfennig  per  100  kilos  or  $0,738  per  ton. 

The  Oute  Ho£fnung  mill  treats  50  to  60  tons  in  10  hours  at  a  cost  of  about 
20  pfennig  per  100  kilos  or  $0,432  per  ton. 

The  mill  at  Monteponi,  Sardinia,  (see  §  779),  treating  zinc  and  lead  ores  at 
the  rate  of  250  tons  daily,  costs  $0,428  per  ton.  This  includes  the  transport 
and  treatment  of  the  ore  and  the  maintenance  of  material  of  the  regular  plant 
but  does  not  include  any  of  the  costa  of  the  magnetic  treatment. 

Testing. 

§  858.  The  choice  of  a  method  for  treating  any  ore  is  very  important,  for 
on  it  will  largely  depend  the  question  of  profit.  It  is  not  wise  simply  to  model 
a  mill  on  a  plant  which  is  successfully  handling  a  similar  ore ;  though  apparently 
similar,  the  two  may  have  characteristics  that  require  quite  diflEerent  methods 
of  treatment  The  engineer  should  make  careful  examination  and  tests  of  the 
ore,  for  which  various  suggestions  are  given  in  the  following  pages.  For  this 
purpose  he  must  obtain  carefully  taken  samples  from  all  parts  of  the  mine; 
and  should  insist  on  a  reasonable  amount  of  development  work  before  planning 
a  mill.  In  some  mills,  only  a  small  part  of  the  value  is  recovered,  in  others 
the  cost  is  excessive,  because  the  methods  employed  were  not  intelligently  planned. 
There  are  also  a  great  many  idle  mills  in  which  large  amounts  of  capital  have 
been  uselessly  invested  because  ordinary  precautions  were  not  taken  to  deter- 
mine the  value  of  the  property  or  to  find  the  right  method  of  treating  the  ore.  Sue- 
cess  depends  upon  the  susceptibility  of  the  ore  to  treatment  and  upon  the  ore 
dresser's  ability  to  make  a  wise  selection  of  a  process.  At  Falun,  Sweden,  a 
concentration  plant  extracted  only  about  75%  on  a  copper  ore  and  was  converted 
into  a  lixiviation  plant.  The  early  Montana  copper  sulphide  mills  and  the  mill 
at  Broken  Hill,  New  South  Wales,  were  designed  by  men  who  had  served  their 
apprenticeship  at  Lake  Superior,  and  contained  steam  stamps,  CoUom  jigs,  etc. 
After  running  some  time  it  was  found  that  graded  crushing  by  breakers  and 
rolls  would  give  much  better  results  and  so  the  mills  have  all  been  dianged  over. 
See  also  comments  at  end  of  §  760. 

If  it  is  decided  to  build  a  mill  while  the  mine  is  in  the  preliminary  stages, 
the  sensible  course  is  to  erect  only  a  small  plant  to  treat  the  ore  until  the  na- 
ture and  value  of  the  deposit  is  clearly  proved.  Another  scheme  in  such  a  case 
is  to  build  a  mill  so  arranged  that  the  ore  may  be  tested  out  in  different  ways. 

In  treating  this  subject  of  testing,  tools  and  a  general  discussion  of  methods 
are  first  taken  up ;  then  follows  a  number  of  systematic  schemes  to  find  the  best 
treatment  for  a  new  ore;  and  finally  is  considered  the  testing  of  mills  in  op- 
eration, both  to  control  the  daily  work  of  the  machines  and  to  decide  what 
changes  in  the  process  may  be  desirable.  For  ores  that  are  not  suited  to  median- 
ical  concentration  a  number  of  metallurgical  tests  are  outlined  in  8  894  and 
§  895.  ^ 
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TOOLS  AND  GENERAL  METHODS  OF  TESTING. 

§  859. — Crushers. — For  crushing  small  quantities  of  ore  for  examination^ 
{he  hand  mortar  and  screen  are  invaluable.  The  mortar  may  give  greater  or 
smaller  proportion  of  fines  according  to  how  it  is  used :  if  the  undersize  is  sifted 
out  at  shoit  intervals  during  the  crushing^  the  production  of  fines  will  be  di- 
minished. A  little  jaw  breaker  worked  by  a  hand  lever,  crushing  from  two  inches 
to  one  quarter  inch,  made  by  Taylor  of  San  Francisco,  is  convenient  for  lots 
of  a  pound  or  two.  The  laboratory  size  of  the  Sturtevant  roll  jaw  breaker,  (see 
§  40),  made  by  the  Sturtevant  Mill  Company  of  Boston,  is  very  serviceable  for 
crushing  lots  of  from  10  to  30  pounds  to  \  inch  in  diameter.  A  little  Blake 
breaker  and  a  pair  of  crushing  rolls,  as  made  by  the  Allis-Chalmers  Company  of 
Chicago,  will  speedily  bring  100  pounds  or  more  to  any  desired  size^  and  makes 
the  most  serviceable  plant  for  this  class  of  work.  The  sample  grinder  (see 
§  222)  and  the  bucking  board,  which  is  a  horizontal 

iron  plate  on  which  the  ore  is  ground  by  hand  by       r ^» j 

a  heavy  iron  muller,  are  satisfactory  only  where  ex-       |  | 

treme  fineness  is  sought,  as  they  tend  to  make  a      i                 smeah 
larger  proportion  of  fines.  ^ 

Thayer's  small  portable  one-stamp  milP**,  made      J ?!!_«_ 

by  John  Taylor  ft  Company,  San  Francisco,  may      j                is 
be  useful  to  indicate  whether  an  ore  will  probably      A ^~" 

ve  good  results  by  stamping  and  amalgamation. 


le  mortar  of  this  mill  is  circular  in  horizontal      J  w 

section,  and  has  an  inside  diameter  of  8  inches.      1[  '^ 

The  stamp,  with  tappet  and  shoe  attached,  weighs     4- 

45  pounds,  and  has  a  drop  of  6^  to  7  inches.    The       ^  ^ 

shoe  and  die,  of  chilled  iron,  are  4  inches  in  diam- 
eter. The  discharge  opening  is  6X6  inches.  The 
stamp  can  be  run  by  either  hand  or  power. 


A  battery  of  stamps,  weighing  225  pounds  each,  J j^ 

has  proved  very  satisfactory  at  the  Massachusetts  j  6o 

Institute  of  Technology  for  making  small  mill  tests 
on  1,000  to  2,000  pounds  of  gold  ore.    Other  school 

and   testing   laboratories   have    500-pound    stamps.  J 5?_, 

These  are  suitable  for  testing  batches  of  one  or  more  jj~  loo" 

tons  of  gold  ore.  <- 

§  860.    Screens. — Circular   hand   screens   serve  J .??- 

very  well  for  ordinary  testing  work.    A  nest  of  hand  J  ^ 

screens  with  a  pan  at  the  bottom  (see  Fig.  532)  is 
very  convenient.    It  allows  a  sieve  scale  with  large 


or  small  intervals  to  be  chosen  at  will,  and  the  bulk  pig.  532. — nest  op  test- 
of  the  sifting  to  be  done  at  one  time.     For  treat-  inq  screens. 

ing  considerable  quantities  of  ore,  it  is  convenient 

to  have  a  horizontal  screen  1  foot  wide,  3  feet  long,  driven  by  an  eccentric  vnth 
a  2-inch  throw,  capable  of  variation,  and  suspended  by  rods  so  as  to  have  an 
upward,  forward  motion  on  the  forward  stroke,  and  a  downward,  backward  mo- 
tion on  the  return  stroke,  thus  causing  the  oversize  to  travel  rapidly  oflE  the 
screen.  A  whole  set  of  diflEerent  sizes  of  screens  may  be  kept  on  hand  and  the 
design  adapted  to  mounting  one  or  more  of  them  at  a  time. 

The  choice  between  round  holes  punched  in  plate  and  square  holes  in  wire 
cloth  is  affected  by  several  considerations.  There  can  be  no  doubt  that  round 
holes  give  the  most  satisfactory  measure  as  well  as  the  most  perfect  limit  of  size 
of  grain,  namely  the  diameter  of  the  circle,  while  square  holes  are  not  really 
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square,  but  may  be  oblong  or  trapezoidal^  complicating  the  measure  if  exact  work 
is  desired.  On  the  other  hand  round  holes  cannot  be  punched  smaller  ihan 
0.5  mm.  in  diameter  and  if  finer  sizes  are  needed  in  the  sieve  soale,  fine  screens 
with  square  holes  have  to  be  used  with  all  the  attendant  difficulties  of  mating 
square  holes  to  round  holes  in  a  series  of  screens.  The  author  is  inclined  to  pre- 
fer round  holes  for  the  whole  set  of  test  screens  where  very  fine  sizes  are  not 
needed,  and  square  holes  for  the  whole  set  where  very  fine  sizes  are  needed. 
If  only  one  set  of  screens  is  to  be  used  it  should  be  of  square  holes. 

Owing  to  the  above  mentioned  disadvantages  in  the  use  of  square  hole  screens 
of  wire  cloth  Snyder*^®  advocates  the  use  of  a  special  micrometer  gauge  whidi 
differs  from  the  ordinary  form  used  for  wire,  plate,  etc.,  in  that  the  caliper- 
ing  points  are  tipped  with  discs  1  cm.  in  diameter.  The  grains  to  be  meas- 
ured are  put  on  the  lower  disc  and  the  upper  disc  screwed  down  until  it  is  in 
contact  with  the  grains.  The  distance  apart  of  the  discs  is  the  diameter  of 
the  maximum  grains. 

§  861.  Hittinger's  sieve  scale,  which  ranges  up  and  down  from  1  mm.  by  dou- 
bling or  halving  the  area  of  successive  holes,  is  a  very  satisfactory  scale  for 
ordinary  commercial  or  mill  tests.    Table  392  shows  the  set  of  screens  used 

TABLE  392. — ^DIAMETERS  OF  HOLES  OF  TESTING  SCREENS.      (fl) 


Rlttlngipr 
8eal£ 

Sises 
ActuallT 
Obtained. 

Kind  of 
AppAratus. 

Rittinf^r 
Scale. 

Mm. 

Sties 
ActuaUj 
Obtained. 

Kind  of  Apparatoa. 

Mm. 

Mm. 

Mm. 

04.0 

68.6 

{V\  Round  holes. 

0.707 

0.667 

(fr)  Round  holes. 

468 

44.8 

tt         »t 

0.500 

0.498 

tt          tt 

88.0 

81.9 

ti         tt 

0.864 

0.8ri 

(fr)  Square  holes  In  brass  doth. 

88.« 

88.8 

U                   tl 

0.860 

0.870 

tt         tt            It        It 

16.0 

16.0 

u             u 

0.177 

0.158 

tt                 tt                      tt              u 

11.8 

11.8 

u                t« 

0.186 

0.119 

tt            tt                tt          It 

8.00 

8.08 

••            u 

0.088 

0.078 

tt            tt               tt          tt 

5.66 

6.61 

It                 u 

0.063 

0.069 

ib)  Square  holes  In  sQk  bolUng  doth. 

4.00 

8.M 

U                  It 

0.044 

0.047 

MSnuOlestquarts  settled  in  waterin  16  seconds. 

2.68 

8.09 

tt           tt 

0.031 

0.084 

(c)        "           »'     setUedlnwaterin  80  seconds. 

8.00 

1.89 

It          It 

0.088 

0.086 

(c)        "           ''     settled  in  water  in  60  seconds. 

1.41 

1.49 

It           tt 

0.016 

0.019 

(c)        '«           "     settled  in  water  in  190  seooods. 
(c)        ''           '"     settled  in  water  in  800  seconds. 

1.00 

0.945 

tt           tt 

0.011 

0.018 

(a)  See  footnote  in  §866.    (6)  The  screen  boles  were  actuallr  measured,  a  microscope  being  used  for  the 
mL    (c)  The  method  of  determining  these  sises  is  explained  in  1 868. 

in  the  tests  which  are  discussed  in  §  293,  §  352,  and  §  863.  It  will  be  seen  that 
the  sizes  actually  obtained  are  very  close  to  the  theoretical  Rittinger  scale.  It 
would  have  been  better,  in  some  of  the  tests,  to  have  had  a  set  with  still  less  varia- 
tion between  successive  sizes.  In  the  following  set  the  ratio  between  successive 
diameters  is  1.189  (=  v'2)  instead  of  Rittinger's  1.414  (=  4/2):  64.0,  53.8, 
45.3,  38.1,  32.0,  26.9,  22.6,  19.0,  16.0,  13.5,  11.3,  9.51,  8.00,  6.73,  5.66,  4.76, 
4.00,  3.36,  2.83,  2.38,  2.00,  1.68,  1.41,  1.19,  1.00,  0.841,  0.707,  0.595,  0.500, 
0.420,  0.354,  0.297,  0.250,  0.210,  0.177,  0.149,  0.125  mm.  Such  a  set  as  this 
is  desirable  for  exact  scientific  work.  The  W.  S.  Tyler  Company  can  supply 
square  hole  screens  very  close  to  these  sizes  (see  Table  198)  ;  and  the  Allis-Chal- 
mers  Company  can  do  the  same  for  round  holes  in  sizes  not  finer  than  0.5  mm. 

§  862.  Act  of  Screening,  The  sifting  may  be  roughly  done  by  placing  the 
ore  in  the  upper  screen  of  a  nest  arranged  as  in  Pig.  532,  and  shaking  the 
whole  nest  together;  but  before  each  screen  is  taken  out  of  the  nest  it  should 
be  shaken  for  a  definite  time  in  order  to  make  the  last  of  the  fine  grains  pass 
through.  One  minute  may  be  long  enough  for  this  final  shaking  for  the  coarser 
sizes,  and  five  minutes  may  do  for  the  finer  sizes.  Too  much  shaking  may  some- 
what increase  the  percentage  of  fines  by  breaking  off  the  thin  edges  of  the 
grains.  Too  much  ore  should  not  be  put  on  a  screen  at  one  time,  because  •crowd- 
ing hinders  the  work. 

Wet  Screening, — Ordinary  dry  screening  is  hindered  because  the  grains  that 
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have  about  the  same  diameter  as  the  holes  become  wedged  in  the  latter;  and 
also  beeau^  the  fines  cling  somewhat  to  the  coarse  portion.  The  difficu%  is 
lessened  by  screening  under  water.  Mr.  Henry  A.  Vezin  of  Denver,  Colorado, 
has  found  such  a  decided  dijfference  in  the  two  methods  that  his  screening  tests 
are  always  made  wet.  The  method  consists  in  holding  a  nest  of  about  three 
circular  screens  in  a  pail  of  water  and  giving  them  a  forward  and  backward 
rotary  motion  about  their  vertical  center.  By  first  screening  dry  and  finishing 
wet,  one  can  avoid  the  necessity  of  drying  most  of  the  finest  product.  Mr. 
Vezin  has  supplied  the  data  in  Table  393.  The  ore  was  composed  of  some  py- 
rite  and  blende  in  a  very  hard  gangue,  and  the  dry  screening  was  carefully 
done. 

TABLE    393. — DRY   VERSUS    WET    SCREENING   FOR   TESTING    PURPOSES. 


Quantities  Obtained  by 

Diameters. 

Diameters. 

Dry 
Screeninj^. 

Wet 
Screeninjr. 

Dry 
Screening. 

Wet 
Screening. 

Throufifh  4.0on8.8  mm 

**         SrSon^.O  mm.... 

8S.6 

% 

11.0 
89.6 
9.9 
8.8 
8.4 

Through  0.61  on  0.86  mm. . . 

% 

,,f« 

"  "     0-%on  0-18  mm- .. 

6.6 

**        2.0  on  1.4  mm 

"        0.18  mm. 

16.6 

**        1.4  on  1.0  mm 

**        1.0  on  0.81mm. .. . 

100.0 

A  test  showed  that  a  quarter  of  the  material  that  rested  on  the  1.4-inm. 
screen  after  wet  screening  came  from  what  remained  above  the  2-nim.  screen  in 
dry  screening.  In  another  case  where  28.5%  of  the  ore  passed  through  a 
0.43-mm.  screen  by  dry  screening,  9.4%  more  passed  through  this  screen  by  re- 
turning the  ore  to  the  different  screens  and  continuing  the  work  wet. 

§  863.  Oraphical  Representation  of  Sizing  Tests, — ^A  graphical  method  of 
representing  sizing  tests  should,  to  be  of  value,  show  the  relative  quantities 
of  ore  between  any  two  screens  more  clearly  than  is  done  by  the  tabulated  fig- 
ures. It  should  also  enable  one  to  find  the  quantities  between  any  two  sizes  other 
than  those  represented  by  the  testing  screens. 

The  arithmetical  difference  between  the  largest  and  the  smallest  grains  fed 
to  any  concentrating  machine  is  small  for  the  fine  portion  of  an  ore;  but  for 

100  r 
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FIQ.  533. — CUMULATIVB  LOGABITHHIO  PLOT  OP  SIZING  TEST. 

the  coarse  portion  of  the  same  ore  the  arithmetical  difference  is  comparatively 
large.  The  ratio  of  the  largest  grain  to  the  smallest,  however,  is  approximately 
the  same  for  both  the  fine  and  the  coarse  material.  For  example,  if  the  ratio 
was  1^  on  the  fine  jigs  in  a  mill,  it  would  be  about  the  same  on  the  coarse  jigs. 
Hence  it  is  very  useful  to  have  a  method  for  plotting  in  which  equal  distances  on 
the  plot  represent  equal  ratios  of  diameter;  in  other  words  to  represent  the 
diameters  on  a  geometrical  scale.     This  is  done  in  Fig.  533,  which  represents  sam- 

*  The  scale  has  been  so  chosen  that  the  logarithm  of  any  diamefcer  must  be  multiplied,  by  16. 61  to  get  tbe 
number  of  spaces  in  the  plot. 
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pies  1,  2,  3,  5,  and  12  from  Tables  211  and  256.  In  this  figure,  the  distances 
on  the  horizontal  scale  are  proportioned  to  the  logarithms  of  the  ■  diameters. 
Quantities  are  represented  by  indicating,  on  the  vertical  scale,  the  amounts  of 
ore  (expressed  in  per  cents.)  larger  than  the  corresponding  diameter  on  the 
horizontal  scale.     For  example,  we  can  read  oflE  that  95%  of  sample  No.  1  is 
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FIG.    534. — CUMULATIVE   DIRECT   PLOT   OP   SIZING   TEST. 


larger  than  16  mm.  This  idea  is  expressed  in  Tables  208-211  and  253-256  by 
the  columns  headed  "Cumulative  per  cent."  This  form  of  plot  may  be  called 
a  cumulative  logarithmic  plot, 

§  864.  Fig.  534  shows  the  same  data,  but  in  this  case  the  horizontal  dis- 
tances are  directly  proportional  to  the  diameters ;  that  is,  the  scale  of  diameters 
is  arithmetical  instead  of  geometrical.  This  may  be  called  a  cumulative  direct 
plot.    It  will  be  noticed  that,  by  this  method,  curve  No.  1  stretches  out  so  far 
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PIG.  535. — SIZING  TEST  OP  TROMMEL  PRODUCTS  PROM  MILL  22    (SEB  TABLE  208). 

that  the  sizes  coarser  than  26  mm.  cannot  be  shown  except  by  considerably 
increasing  the  size  of  the  plot;  while  curve  No.  12  is  so  compressed  that  we 
cannot  read  the  diflferent  sizes  at  all.  To  overcome  this  difficulty,  a  separate 
scale  of  diameters  would  have  to  be  used  for  each  curve.  The  need  of  this, 
however,  is  avoided  when  using  the  logarithmic  scale  of  Fig.  533,  which  auto- 
matically compresses  curve  No.  1,  and  expands  curve  No.  12.     The  logarithmic 
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method  also  represents  much  better  to  the  eye  the  relative  quality  of  work  done 
by  the  various  machines  from  which  the  samples  were  taken.  It  is  therefore 
most  useful  for  the  careful  study  of  a  series  of  mill  products,  and  is  used  in 
Pigs.  535  to  542  to  represent  the  trommel  and  classifier  products  from  Mills 


PIG.  536. — SIZING  TEST  OP  CLAS8IPIER  PEODUCTS  PROM  MILL  22   (SEB  TABLE  253). 
lOOr 


PIG.  537. — SIZING  TEST  OF  TROMMEL  PRODUCTS  PROM  MILL  28  (SEE  TABLE  209). 

22,  28,  30  and  38  which  are  discussed  in  §  293  and  §  352,  When  the  object 
is  simply  to  determine,  by  interpolation,  the  exact  quantity  between  any  two 
sizes  in  a  sample,  it  may  be  better  to  use  the  arithmetical  method  of  Fig.  534 
with  suitable  scales,  than  the  geometrical  method  of  Fig.  533,  because  it  avoids 
the  inconvenience  of  having  to  use  logarithms. 
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§  865.  Fig.  543  shows  a  method  of  plotting  the  same  data  as  in  Figs.  533 
and  534  in  which  the  percentage  of  ore  that  rests  on  each  of  the  testing  screens 
is  plotted  independently  being  taken  from  Tables  211  and  256.  It  may  be 
called  an  ordinary  direct  plot.  While  this  method  is  all  right  for  some  kinds 
of  data,  it  is  misleading  when  used  to  represent  sizing  tests :  for  example,  curve 


PIG.  538. — SIZING  TEST  OP  CLASSIPIER  PBODUOTS  PROM  MILL  28  (SBE  TABLE  254). 
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PIG.  539. — SIZING  TEST  OP  TROMMEL  PRODUCTS  PROM  MILL  30   (SEE  TABLE  210). 

No.  1  might  be  supposed  to  indicate  that  if  a  20-mm,  screen  had  followed  the 
22.3-mm.  screen  it  would  have  retained  37%.  of  the  ore;  but  that  is  absurd, 
for  the  16-mm.  screen  retained  only  29.4%,  and  the  20-mm.  screen  would,  of 
course,  fail  to  retain  certain  sizes  that  were  caught  by  the  16-mm.  screen.  Each 
of  the  other  forms  of  plot,  Fig.  533  and  Fig.  534,  indicate  that  a  20-mm.  screen 
would  have  retained  only  12.5%  of  the  ore. 
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§  866.  It  will  be  noticed  on  Figs.  535  to  542  that  for  every  sample  that  con- 
tained material  between  0.493  and  0.371  mm.  there  is  a  break  in  the  curve  at 
that  point.  To  explain  this,  attention  is  drawn  to  the  fact  that  the  0.493  mm. 
and  all  coarser  screens  have  round  holes,  while  the  0.371  mm.  and  all  finer  screens 
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FIQ.  540. — SIZING  TEST  OF  GLASSIFISB  PRODUCTS  FROM  MILL  30  (SEE  TABLE  255). 
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FIO.  541. — SIZING  TEST  OF  TROMMEL  PRODUCTS  FROM  MILL  38   (SEE  TABLE  211). 

have  square  holes.*  A  round  hole  screen  will  retain  finer  material,  and  there- 
fore more  material,  than  a  square  hole  screen  of  the  same  nominal  size.  Conse- 
quently if  the  fine  screens  could  have  been  obtained  with  round  holes,  the  up- 
per portion  of  each  curve  would  have  such  a  position  that  it  could  join  the  lower 

*  It  ^ as  deninihle  to  use  round  hole  Horeens  in  the  tests  as  far  as  possible,  because  all  of  the  mills  that  sup- 
plied samples  used  round  hole  trommels.  Square  holes  were  used  for  the  floe  test  screens,  because  round 
bole  tcreens  could  not  be  obtained  finer  than  0.498  mm. 
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portion  without  any  change  of  direction.  As  it  is^  however,  the  two  poitionft 
can  be  joined  only  by  making  a  sudden  change  in  direction,  which  would  give 
a  false  impression  in  regard  to  the  distribution  of  sizes. 

§  867.  Classifiers.— For  small  tests  and  when  it  is  desired  to  watch  the 
inside  of  the  classifier,  the  tubular  classifier  made  of  glass  and  described  in 
§  357  is  useful.  As  glass  is  easily  broken,  however,  a  similar  one  made  of  metal 
as  shown  in  Fig.  544,  is  usually  better.  The  sorting  column  c  (f  is  an  iron 
pipe;  the  feed  hopper  a  is  of  galvanized  iron  with  a  connecting  pipe  h;  water 


Fia.  542. — SIZING  TEST  OF  CLASSIFIER  PRODUCTS  FROM  MILL  38   (SEB  TABLE  256). 

is  introduced  through  the  vortex  e,  which  is  described  in  §  308 ;  the  spigot  prod- 
vjci  passes  through  a  piece  of  hose  /  into  the  bottle  g;  and  the  overflow,  dis- 
charged at  h,  passes  through  the  bose  %  and  is  caught  in  a  bucket.  For  treat- 
ing small  quantities,  a  1-inch  pipe  is  large  enough  for  the  sorting  column  c  d, 
but  for  larger  quantities  a  IJ  or  2-inch  pipe  is  better.  For  very  slow  currents  a 
3-inch  pipe  is  desirable,  because  it  is  easier  to  gauge  the  comparatively  large  quan- 
tity of  water  required  by  this  than  the  small  quantity  required  by  a  1-inch 
pipe  for  the  same  velocity  of  current. 
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FIG.  543. — ORDINARY  DIRECT  PLOT  OF  SIZING  TEST. 


For  larger  quantities  of  material  than  can  be  conveniently  treated  in  the  clas- 
sifier shown  in  Fig.  544  that  shown  in  Figs.  545a  and  5456  serves  welL  It 
is  called  a  two-current  classifier  because  there  are  two  currents,  the  one  bring- 
ing the  feed  and  the  one  that  rises  in  the  sorting  column,  in  distinction  from  the 
one-current  classifier  (Fig.  544),  in  which  the  feed  is  introduced  without  be- 
ing carried  in  a  stream  of  water.  In  Figs.  545a  and  5456  the  ore  is  placed 
in  the  galvanized  iron  trough  a,  from  which  it  is  carried  into  the  pocket  6  by 
a  small  stream  of  water.     The  baffle  plate  c  forces  the  ore  into  the  bottom 
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part  of  the  pocket,  where  it  is  subjected  to  the  action  of  the  rising  current,  and 
thus  prevents  any  grains,  which  should  go  to  the  spigot,  from  being  carried  di- 
rectly into  the  overflow.  The  spigot  product  may  discharge  into  a  closed  bot- 
tle, as  in  Fig.  544,  or  an  open  spigot  /  may  be  used.  On  account  of  the  water 
that  discharges  from  the  latter,  it  is  not  as  easy  to  calculate  the  quantity  of 
hydraulic  water  entering  at  6  to  produce  a  given  current  in  d.  The  overflow 
discharges  at  g. 

The  velocities  of  currents  necessary  to  lift  diflferent  sizes  of  grains  of  different 
minerals  have  been  given  in  §  356  and  §  357 ;  and  the  quantities  of  water  re- 
quired to  produce  various  currents  in  several  sizes  of  sorting  column  are  given 
in  Table  227. 

If  a  sample  of  ore  is  to  be  divided  into  several  products  by  hydraulic  clas- 


no.  545a. — ^elevation  of  two- 
current  CLASSIFIER,  PARTLY 
IN  SECTION. 


FIG.  544. — ONE-CUR- 
RENT CLASSIFIER 
HADE    OF    METAL. 
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FIG.  5456. — ^PLAN. 


«ification,  it  will  first  be  passed  through  the  classifier  run  with  the  slowest  cur- 
rent; and  then  the  spigot  product  will  be  run  with  a  stronger  current;  and 
this  continued  till  a  current  is  reached  which  carries  the  heaviest  grains  into 
the  overflow.  Each  of  the  overflow  products  is,  of  course,  caught  by  itself.  If 
desired,  a  classifier  may  be  made  with  several  pockets,  as  in  Figs.  244a  and 
2446.  The  finest  product  will  be  obtained  in  the  final  overflow,  the  coarsest 
at  the  first  spigot,  and  the  intermediate  products  at  the  other  spigots. 

In  making  a  series  of  classified  products  it  is  well  to  have  a  fixed  ratio  be- 
tween the  successive  sorting  currents.  The  ratio  of  the  Rittinger  sieve  scale 
(1.414)  will  be  convenient  in  some  cases.  On  one  occasion  the  author  wanted 
a  series  of  fifteen  currents  ranging  from  12.5  to  400  mm.  per  second.    Tjet- 


1146 


ORE  JDBE88ING. 


§  868 


ting  X  represent  the  ratio  between  succesBive  currents,  12.5x^**~^^=4(K),  or 
a;"=32,  and  2?=  1.28091.  Using  this  ratio  gives  the  currents  as  follows:  12.5, 
16.0,  20.5,  26.3,  33.6,  43.1,  55.2,  70.7,  90.6,  116.0,  148.6,  190.3,  243.8,  312.3 
and  400  mm.  per  second. 

For  such  work  as  separating  scrap  platinum  wire  from  the  glass  and  plas- 
ter of  incandescent  electric  lamps,  after  pounding  in  a  mortar,  A.  E.  Foote 
of  Philadelphia  found  the  inclined  tube  shown  in  Fig.  546  more  satisfactory 
than  the  vertical  tube  of  Fig.  544.  The  logic  of  this  appears  to  be  that  the 
current  of  water  flows  more  freely  on  the  upper  side,  a,  of  the  tube  than  on  the 
under  side  b.  The  specifically  heavy  platinum  falls  to  the  under  side  where 
it  is  but  little  affected  by  the"  water  current,  and  discharges  into  the  bottle  c; 
while  the  glass  and  plaster  are  carried  up  by  the  current  and  discharged  at  d. 

§  868.  Settling  Beakers  or  Jars. — The  forms  of  apparatus  just  described 
are  unsatisfactory  when  very  slow  currents  (less  than  10  mm.  per  second)  are 
used.    A  better  method  in  such  cases*  is  to  allow  the  pulp  to  quietly  settle  through 

a  fixed  depth  of  water  in  a  beaker  or  jar  for 
a  certain  number  of  seconds.  In  the  testa 
described  in  §  283  and  §  352,  a  beaker  70  mm. 
in  diameter  and  110  mm.  deep  was  filled  with 
distilled  water  to  a  depth  of  90  mm. ;  and  5 
grams  of  ore  which  had  passed  through  a 
screen  with  0.069-mm.  square  holes  was  thor- 
oughly stirred  in.  After  standing  quietly  for 
300  seconds,  the  water  was  quickly  but  care- 
fully poured  off  without  disturbing  the  ore 
that  had  settled  on  the  bottom.  The  beaker 
was  again  filled  to  the  90-mm.  mark,  and  the 
process  repeated.  This  was  continued  till  the 
decanted  water  was  clear.  What  remained  in 
the  beaker  was  similarly  treated  for  periods  of 
120,  60,  30  and  15  seconds  in  succession. 
Each  overflow  product  was  allowed  to  settle, 
the  clear  water  siphoned  off,  and  the  ore  dried 
and  weighed,  except  the  finest  product, 
which  was  determined  by  difference.  It  w^< 
found  that  in  order  to  make  duplicate  tests  agree,  each  period  of  settling  (300 
seconds,  120  seconds,  etc.)  should  be  repeated  the  same  number  of  times  in  tl>- 
separate  teats ;  and  that  it  is  not  safe  to  simply  repeat  the  settling  until  the  water 
is  clear.  Five  repeated  settlings  seem  to  give  good  results,  and  do  not  take  an  un- 
reasonable amount  of  time. 

These  tests  served  for  the  work  given  in  §  293  and  §  352,  as  an  indirect 
method  of  determining  the  per  cents,  of  various  sizes  of  ore  finer  than  the 
finest  screen  of  Table  392.  With  this  in  view,  the  diameter  of  the  smallest  par- 
ticles in  each  settled  product  was  determined  as  follows :  A  sample  was  placed 
under  a  microscope  with  a  micrometer  measuring  attachment  and  the  length  and 
width  of  the  pmallest  particle  in  the  field  of  the  microscope  were  measured.  This 
was  done  with  20  or  more  separate  fields  for  each  sample,  and  the  average  of 
all  the  measures  was  considered  to  represent  the  smallest  particles  in  the  sam- 
ple. In  the  ores  examined  for  this  purpose  these  fine  settled  products  consisted 
almost  entirely  of  quartz,  and  therefore,  the  quartz  measurements  are  taken  for 
the  five  finest  sizes  given  in  Table  392. 

Kunhardt*®  speaks  of  this  quiet  settling  in  breakers  being  used  at  Schemnitx, 
Hungary,  as  a  regular  method  of  controlling  the  work  of  classifiers;  "for  a 


PIG.     546. — INCLINED    ONE-OUB- 
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practised  eye  the  appearance  and  quantity  of  the  sediment  in  the  glass  is  a 
certain  indication  of  the  nature  of  the  slime." 

§  869.  Settling  Fine  Slimes  by  Means  of  Dissolved  Svbstances  and  by  Heat 
— In  sampling  mill  products  that  contain  slimes  carried  in  water  it  should  be 
remembered  that  the  extremely  fine  particles  may  not  settle  in  several  days 
or  even  weeks.  However,  there  are  various  substances,  small  quantities  of  which 
dissolved  in  the  water  will  coagulate  the  particles  into  comparatively  large  grains, 
which  settle  rapidly.  Such  a  substance  should  be  used  in  every  important  case, 
for  the  fine  slimes  are  apt  to  contain  a  large  percentage  of  the  vcUue  although 
they  may  be  very  small  in  weight.  At  one  mill  where  the  samples  were  allowed 
to  settle  only  a  short  time  before  pouring  oflP  the  water,  assays  of  the  tailings 
indicated  8  to  8J  ounces  of  silver  per  ton,  but,  when  the  slimes  were  thoroughly 
settled,  the  tailings  assay  was  found  to  be  18  ounces  of  silver  per  ton. 

The  following  erperiments,  made  in  the  author^s  laboratory,  give  some  exact  re- 
sults with  the  use  of  lime,  alum,  common  salt,  hydrochloric  acid  and  sulphuric 
acid.  The  slimes  were  obtained  by  stamping  a  quartz  ore  from  North  Brookfield, 
Nova  Scotia,  containing  some  slate,  a  fractional  percentage  of  arsenopyrite  and 
some  free  gold,  using  a  punched  screen  with  slots  ^  inch  wide  and  a  height  of 
discharge  of  4  inches.  After  passing  over  amalgamated  plates  and  a  vanner,  the 
coarse  portion  was  settled  out  in  small  tanks,  while  the  finest  slimes  were  carried 
into  a  larger  tank  from  which  the  water  was  pumped  back  to  the  stamp  mill  and 
used  again.  After  the  mill  run  was  finished  and  the  water  had  remained  quiet 
in  the  large  settling  tank  for  half  an  hour,  a  large  sample  of  the  slimy  water 
was  taken  from  the  top  of  this  tank.  Fifteen  careful  tests  showed  an  average 
of  12.8%  suspended  matter,  the  extreme  variation  being  from  12.3%  to  13.0%. 
The  results,  given  in  'Rable  394,  are  based  on  this  average.  The  tests  were  made 
on  one  liter  quantities  in  beakers  of  such  size  that  the  water  stood  6^  inches 
deep  in  them. 

TABLE  394. — ^EFFECT  OP  DISSOLVED  SUBSTANCES  IN  SETTLING  FINE  SLIMES. 

The  flguras  below  show  the  peroents.  of  total  «lime  settled  out.  br  the  use  of  different  peroents.  of  dissolTed 

Kubstances,  in  different  periods  of  time. 
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Varying  proportions  of  salt  and  of  alum  were  added  in  fine  powder  and  stirred 
in.  Where  lime  (CaO)  was  used,  it  was  added  as  clear  (filtered)  lime  water, 
in  order  to  eliminate  any  possible  mechanical  effect  of  suspended  lime.  The  lime 
water  contained  0.125%  CaO;  and  the  per  cents,  of  CaO  indicated  in  the  table 
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show  the  amount  present  after  adding  respectively  25,  50,  100,  200,  300  and 
500  ec.  of  lime  water  to  1,000  cc.  of  the  dime.  The  tests  in  which  lime  was 
used  were  also  stirred,  to  produce  a  thorough  mixture.  In  this  connection,  it 
should  be  noted  that  while  the  simple  addition  of  even  the  smallest  quantities 
of  lime  used  caused  the  slime  to  agglomerate  into  distinct  grains*,  a  fairly 
vigorous  stirring  caused  it  to  form  into  comparatively  large  flakes  which  settled 
much  more  rapidly  than  the  grains.  Violent  stirring,  however,  tended  to  break 
up  these  flakes  and  so  hinder  the  settling  somewhat  The  stirring  seemed  also  to 
help  the  coagulation  in  the  case  of  salt  and  alum,  but  it  did  not  produce  large 
flakes. 

§  870.  l%e  results  given  in  the  table  may  be  in  error  by  5%,  because  the 
original  amount  of  slime  was  not  constant.  Compare  0.02885  and  0.04167% 
CaO  after  one  half  hour.  However,  we  may  conclude  that  95  to  100%  of  all 
the  slime  settled  out  in  half  an  hour  when  as  much  as  1%  of  common  salt  or  of 
alum  was  dissolved ;  but  when  nothing  was  added,  only  20%  settled  out  in  this 
time;  in  fact,  twenty  hours  were  needed  to  settle  out  95%  when  nothing  was 
added.  Weight  for  weight,  lime  is  much  more  effective  than  salt  or  alum.  The 
presence  of  0.006%  or  more  of  CaO  caused  at  least  95%  of  all  the  slime  to  settle 
out  in  one-half  hour.  Judging  by  the  eye,  nearly  all  the  slime  (apparently  at 
least  90%)  settled  out  in  two  or  three  minutes  in  the  presence  of  0.01136'%  or 
more  of  CaO ;  and  with  the  two  smallest  quantities  of  CaO,  a  large  part  of  the 
slime  settled  out  in  two  or  three  minutes. 

It  will  be  noticed  that  even  the  smallest  quantities  of  hydrochloric  and  sul- 
phuric acids  caused  everything  to  settle  in  one-half  hour.  With  the  largest 
amounts  of  hydrochloric  acid  (0.77%)  and  of  sulphuric  acid  (0.57%)  the 
water  became  almost  perfectly  clear  in  three  or  four  minutes,  and  in  the  same 
time  the  smaller  quantities  of  acid  all  caused  very  nearly  complete  precipitation, 
though  there  was  a  slight  increase  of  cloudiness  with  the  decrease  of  acid. 

Table  394  indicates  that  common  salt  and  alum  were  in  most  cases  about 
equally  effective.  The  effect  of  the  latter,  however,  was  always  the  more  rapid 
at  first.  This  is  illustrated  by  the  results  with  \%  of  dissolved  substance  at  the 
end  of  half  an  hour. 

In  regard  to  the  mode  of  using  the  lime,  it  may  not  be  worth  while  in  the  mill 
to  filter  the  lime  water,  as  the  suspended  particles  of  lime  will  do  little  or  no 
harm  in  the  settling. 

In  conducting  the  experiments,  numerous  tests  were  made  to  determine  if  any 
significant  amount  of  salt  or  lime  was  retained  in  the  settled  slime,  and  allow- 
ance was  made  for  any  that  was  found.  Tliere  should  be  no  trouble  in  this  re- 
spect if  care  is  used  to  pour  off  the  water  as  closely  as  possible  before  putting  the 
settlings  to  dry. 

The  best  substance  to  be  used  in  solution  for  one  kind  of  slime  may  not  be 
good  for  another.  For  example,  Chatard  and  Whitehead^^'  found  that  with 
slimes  from  a  certain  ore  ^'neither  lime  nor  common  salt  gave  good  results;  so 
sulphuric  acid  was  tried.  A  slight  effervescence  was  noted,  and  a  small  portion 
of  the  suspended  material  appeared  to  go  into  solution,  while  the  rest  b^gan  to 
subside ;  on  making  the  solution  alkaline  with  caustic  soda  the  material  flocculated 
and  subsided  rapidly."  Chemical  analysis  showed  that  slight  quantities  of  iron 
oxides  and  alumina  were  dissolved  by  the  acid  and  were  precipitated  by  the 
caustic  soda.  This  precipitation  may  have  helped  the  settling  to  some  extent 
It  was  also  found  that  ore  which  was  slimy  and  which  did  not  settle  readily 
when  raw,  usually  settled  readily  after  the  ore  had  been  calcined.    In  some 

*  Before  adding  anything  to  the  slime,  the  suspended  matter  was  too  fine  for  the  eye  to  distliiCttWi  indi* 
▼idnal  particles. 
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other  work  Chatard  found  that  emulsions  of  clay  remained  turbid  as  long  as  the 
liquid  was  alkaline  or  neutral,  but  clarified  rapidly  when  acidified. 

§  871.  Slimes  also  settle  considerably  faster  when  the  water  is  heated  than  at 
the  ordinary  temperature.  A  beaker  containing  slime  that  would  not  settle  clear 
by  standing  over  night  was  left  on  tiie  steam  table  for  two  hours,  when  apparently 
about  25^  of  the  suspended  matter  had  settled  out.  Another  similar  sample 
at  the  ordinary  temperature  showed  no  settlings  on  the  bottom  of  the  beaker  at 
the  end  of  two  hours^  though  the  top  part  of  the  sample  had  cleared  somewhat. 

It  does  not  appear  to  be  known  why  dissolved  substances  coagulate  and  settle 
slimes,  but  the  following  erplanation  is  perhaps  the  most  generally  accepted: 
Molecules  of  water  are  at&acted  to  the  solids  so  strongly  that  there  is  a  permanent 
film  of  water  on  each  particle.  In  the  case  of  fine  particles,  these  films  are  so 
large  compared  with  the  size  of  the  particles  that  the  virtual  specific  gravity  of 
the  latter  is  much  decreased.  Certain  soluble  substances  have  a  stronger  affinity 
for  the  water  molecules  than  the  suspended  slimes  have,  and  therefore  the  film 
of  water  is  reduced  or  even  entirely  removed.  Thus,  not  only  do  the  particles 
fall  more  rapidly  because  their  normal  specific  gravity  is  restored,  but,  being  no 
longer  kept  apart  by  permanent  water  films,  their  attraction  for  each  otiier 
unites  them  into  comparatively  large  grains  or  flakes  which  settle  more  rapidly 
than  the  finer  particles.  A  good  analogy  is  found  in  the  experiment  of  dropping 
a  lead  bullet  and  a  downy  feather  in  air.  The  latter  may  take  a  hundred  tunes 
as  long  to  settle  as  the  former,  but  if  they  are  dropped  in  a  vacuum  they  reach 
the  bottom  together. 

§  872.  Beside  the  use  of  dissolved  substances  for  testing,  they  are  also  used 
in  certain  cases  in  regular  mill  work,  notably  for  settling  washed  day  and  for 
settling  fine  slimes  in  gold  mills.  Mr.  C.  H.  Daniels  of  the  Kaolin  Manufac- 
turing Company,  Dillsboro,  North  Carolina,  has  furnished  the  following  data 
from  their  practice  in  settling  kaolin.  The  pulp  or  "slip,'*  freed  from  sand,  is 
run  into  tanks  50  feet  long,  8  feet  wide  and  4  feet  deep,  through  screens  on  which 
a  few  lumps  of  alum  are  nlaced.  Some  grades  of  kaolin  settle  almost  immediately 
by  themselves,  while  others  would  not  settle  thoroughly  in  weeks  without  alum.* 
When  using  the  latier  the  man  can  begin  to  draw  oflf  the  water  from  a  settling 
tank  in  from  15  minutes  to  12  hours  after  the  tank  is  filled,  the  water  that  is 
drawn  off  having  only  a  slight  milky  appearance.  The  quantity  of  alum  used 
is  about  11  pounds  in  15,000  gallons  of  water  (=about  0.0012%).  Tlie  water 
as  it  enters  the  settling  tanks  carries  about  300  pounds  of  kaolin  per  100  gal- 
lons. Several  substances  have  been  tried  in  place  of  alum,  but  none  were  found 
to  be  as  good.  In  the  time  necessary  to  clear  the  water  with  alum,  common  salt 
would  settle  only  about  10%  of  the  clay. 

It  is  stated  that  in  South  African  gold  mills  0,0021%  of  dissolved  lime  (CaO) 
will  insure  the  settling  of  the  slimes  in  a  properly  adjusted  spitzkasten,  but 
that  0.001%  does  not  have  much  effect.***  ■"*  *••  The  amount  of  lime  necessary 
in  tliis  case  is  undoubtedly  greater  than  it  would  be  if  the  water  was  at  rest  in- 
stead of  being  in  continual  motion. 

In  Mill  44  the  author  collected  several  hundred  gallons  from  the  waste  over- 
flow of  the  distributing  tank  that  fed  the  slime  tables.  The  material  that 
settled  in  24  hours  quiet  standing  was  thrown  away  and  the  water  allowed  to 
stand  in  a  quiet  place  for  a  week.  A  two-gallon  bottle  was  filled  with  some 
of  the  material  that  would  not  settle  in  24  hours  but  would  settle  in  a  week, 
and  set  in  the  office  where  it  received  constant  jarring  from  the  steam  stamps. 
In  about  12  hours  there  was  a  depth  of  perhaps  i  inch  and  at  the  end  of  a 
week  about  3  or  4  inches  of  clear  water  at  the  top  of  the  bottle,  the  slime  set- 

*  Tbe  Ie«  plastks  grades  appew  to  settle  meet  resdilj. 
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tling  out  like  cheese  curd  from  whey.    This  result  is  analogous  to  the  effect  of 
stirring  mentioned  in  §  869. 

§  873.  Jig6. — ^For  testing  lots  of  from  100  to  2,000  pounds^  the  author  haa 
found  very  convenient  a  thi^sieve  Harz  jig,  with  sieve  9  inches  sqiiare  in  the 
clear.  The  height  of  the  tailboards  is  4  inches  on  each  sieve,  and  the  plxmgers 
are  the  same  size  as  the  sieves.  These  jigs  should  be  driven  by  step  pulleys  and 
adjustable  eccentrics  to  permit  variations  in  the  speed  and  the  length  of  throw. 
By  having  sieves  with  different  sizes  of  holes,  which  drop  quickly  into  place. 


PIG.  547a. — BIDE  ELEVATION 

OF  vezin's  testing  jig. 


FIG.  547A  —END  ELEVATIOV. 


a 


FIG.  547d. — SIEVE  BOX. 


FIG.  647c. — ^PLAN. 

one  can  jig  sized  products,  classified  products  or  simple  crushed  products  at  wiU, 
with  very  much  the  same  results  as  in  large  machines.  The  best  adjustments 
for  any  ore  have  to  be  determined  by  trial,  but  the  data  givcfn  in  §§  425-430, 
§§  450-453  and  §§  460-463  will  serve  for  guidance. 

Mr.  Henry  A.  Vezin  of  Denver,  Colorado,  has  designed  a  small  jig  (see  Pigs. 
547a-547rf)  which  can  be  driven  either  by  hand  or  by  power,  and  which  is  very 
convenient  for  lots  weighing  less  than  100  pounds.  The  sieve  measures  3X4 
inches.    The  plunger  is  attached  to  the  eccentric  rod  d,  which  is  driven,  through 
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gear  h  and  pinion  c,  by  the  crank  a.  When  the  jig  is  to  be  run  by  a  belt  and 
pulley  p  instead  of  by  hand,  c  is  removed  and  the  friction  disc  e  on  the  driving 
shaft  is  pressed  against  the  wheel  /  by  means  of  the  spring  g.  The  disc  e  re- 
volves at  a  constant  rate,  but  the  speed  of  /  can  be  varied  by  moving  it  along 
the  eccentric  shaft  h  to  any  desired  distance  from  the  center  of  e.  The  jig 
box  %  is  made  of  galvanized  or  tinned  iron.    The  sieve  is  soldered  into  a  box  i 


no.   648. — STANDARD   CORNISH   VANNING  SHOVEL. 


vliich  sets  into  the  sieve  compartment  of  the  jig.  The  height  of  the  tailboard  is 
varied  from  1^  inches  to  3  inches,  depending  on  the  size  of  ore  treated.  The  jig 
can  be  fed  until  the  sieve  box  fills  with  concentrates,  the  tailings  flowing  off  con- 
stantly. 

When  it  is  desired  to  get  information  in  regard  to  very  small  samples  of  a 
pound  or  less,  the  little  jig  described  in  §  473  will  be  useful.    Tlie  effect  of 


PIG.  549.— <5IRCULAB  VANNING  SHOVEL. 

jigging  with  pulsion  and  without  suction  may  be  studied  with  the  simple  ap- 
paratus described  in  §  467 ;  for  it  is  shown  in  §  470  that  the  continuous  cur- 
rent of  this  apparatus  produces  the  same  result  as  the  intermittent  pulsion  of 

Other  testing  jigs  have  been  devised  by  Buttgenbach,*®*  Hallett*"*  and  Duf- 
«eld."* 
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§874.  The  Cornish  Vanning  Shovel  (see  Fics.  548  and  549)  is  used 
to  separate  the  heavy  and  light  minerals  in  products  &om  3  or  4  mm.  in  diam- 
eter down  to  slimes^  but  it  is  most  satisfactory  for  products  finer  than  1  mm. 
It  serves  to  ascertain  whether  crude  ore  is  susceptible  of  concentration,  whether 
concentrates  contain  waste  sand,  and  whether  waste  sands  contain  valuable  min- 
eral. In  using  the  shovel  a  small  quantity  of  pulp  is  placed  on  the  blade  with 
ample  water,  and  the  shovel  is  given  a  norizontal  circular  motion,  by  which 
the  heavy  grains  are  settled.  T!he  lighter  portion  of  the  waste  is  then  washed 
off  by  flowing  the  water  across  the  surface.  The  circular  motion  and  the  flow- 
ing are  repeated  often  enough  to  remove  a  large  part  of  the  light  waste  sand. 
Then,  with  less  water  than  before,  the  concentrates  are  brought  forward  to 
form  a  head,  by  giving  a  few  tosses  to  the  shovel,  using  a  peculiar  jerking  mo- 
tion ;  and  the  water  is  flowed  over  this  head  by  another  peculiar  motion  of  the 
shovel.  This  tossing  and  flowing  are  repeated  a  nimiber  of  times  to  get  a  thor- 
oughly cleaned  head. 

The  vanning  shovel  is  the  most  satisfactory  tool. that  Jias  thus  far  been  pro- 
duced for  quickly  testing  the  products  of  varmers,  tables  and  jig&     It  enables 
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PIG.  550. — ^VANNING 
PLAQUE. 


PIG.  551.^0LD  MINERS* 
PAN. 


PIG.    552. — ^BATEA. 


the  ore  dresser  to  tell  in  a  minute  whether  or  not  his  machines  are  working 
properly. 

The  Vanning  Plaque  (see  Fig.  550)  is  of  about  the  same  size  and  con- 
cavity as  the  vanning  shovel,  but  has  no  handle.  It  is  made  of  sheet  iron, 
but  has  a  white  enamelled  surface  which  permits  colored  minerals  to  be  readily 


seen. 


The  Gold  Miners'  Pan  is  used  where  a  few  very  heavy  grains  as  of  p)ld 
are  to  be  looked  for  in  a  mass  of  gravel.  The  pan  (.see  Fig.  551)  is  nearly  filled 
with  gravel  which  is  thoroughly  softened  up  with  water ;  the  pan  is  shaken  side- 
wise  and  in  a  circular  manner  to  give  heavy  particles  an  opportunity  to  settle; 
water  is  then  flowed  across  the  top  removing  the  top  layer  of  waste.  The  shak- 
ing and  flowing  are  repeated  until  the  contents  of  the  pan  are  reduced  to  a  very 
small  quantity  and  then  the  gold  may  be  brought  out  either  by  tossing  it  out 
PR  on  a  vanning  shovel ;  or,  by  running  the  water  carefully  around  the  groove 
between  the  bottom  and  the  side  of  the  pan,  a  head  will  form  and  the  gold 
''colors'*  show. 

The  Batea  (see  Pig.  552)  is  workted  in  the  same  way  as  the  pan  but  the 
gold  or  concentrates  collect  at  the  center  point  which  is  the  apex  of  the  cone. 
Some  persons  prefer  the  pan,  others  the  batea  for  this  work. 
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The  Horn  Spoon  has  found  special  favor  in  looking  for  mercury  in  the  pulp 
from  amalgamated  plates  or  pans;  but  it  is  too  small  for  general  ore  dressing 
work. 

§  875.  Frue  Vanner.— a  full  sized  Frue  Vanner  (see  §  480)  will  be  found 
well  adapted  to  testing  lots  of  ore  weighing  500  pounds  or  more.  The  ore  should 
be  crushed  to  ^^^  ^  or  -^  inch  in  dianueter;  and  the  adjustments  will  gen- 
erally range  about  as  follows:  Slope  3^  to  6  inches  in  12  feet  (for  most 
purposes  4^  inches  will  do  good  work) ;  feed  water  20  kilograms  (about  5  gal- 
lons), more  or  less,  per  minute;  200  shakes  per  minute;  and  a  belt  travel  of  30 
to  60  inches  per  minute  dependent  on  the  other  adjustments.  The  speed  of 
travel  should  be  chosen  which  yields  heads  nearly  free  from  quartz  and  tail- 
ings free  from  coarse  concentrates. 

An  End  Shake  Vanner  with  belt  2  feet  wide  and  8  feet  long  between  cen- 
ters of  end  rollers,  with  wash  water  jets  3  inches  apart,  having  a  very  steep  slope 
m  inches  in  1  foot),  making  240  shakes  per  minute  of  i  inch  each  and  hav- 


2^3P£ 


n^=3 


,  Y  iMiVl 


^^■■^ 


njWbMi 

FIG.  563a. — ^PLAN  OF  JERKING  TABLE, 


PIG.  5536. — section 
ON  CD. 


PIG.  553c. — section  on  AB. 


PIG.  653ci. — section  on  EF. 


ing  a  belt  trayel  of  80  inches  a  minute,  is  a  good  design  for  cleaning  up  and 
finishing  the  fine  concentrates  of  a  canvas  table. 

§  876.  Jerking  Table. — The  author  has  found  a  small  Wilfley  table,  6  feet 
long,  satisfactory  for  testing  purposes.  For  lots  of  a  few  kilos  he  has  con- 
structed the  little  table  shown  in  Figs.  553a-553d.  The  surface  is  made  after 
the  maimer  of  the  Hallett  table,  that  is  the  riffles  are  made  by  cutting  taper 
grooves  in  a  plane  surface  so  that  there  is  no  angle  between  the  concentrating 
plane  a  and  the  cleaning  plane  b.  The  Bartlett  driving  mechanism  (Fig. 
3966)  is  used  on  account  of  its  simplicity,  and  the  slope  is  controlled  by  means 
of  the  adjustable  bearings  p.  The  ore  is  fed  from  a  feeder  similar  to  Fig. 
491 ;  wash  water  is  applied  through  the  jets  c;  and  the  products  drop  into  the 
hoppers  f,  m  and  h,  and  from  these  into  buckets.  The  proportional  quantity 
of  ore  ^oing  into  each  product  is  controlled  by  the  little  launders  I,  which  are 
adjustable  to  the  risrht  and  left.  The  table,  being  made  of  wood,  is  painted  so 
that  alternate  wetting  and  drying  shall  not  make  it  warp. 
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§  877.  Slime  Table. — ^The  most  satisfactory  apparatus  for  determining 
the  best  slope  and  water  quantity  for  slime  tables  to  treat  any  ore  would  be 
a  table  similar  to  the  Ferraris  (see  §  504).  Very  good  results  can  be  obtained, 
however^  with  the  simple  table  shown  in  Figs.  554a^  554&  and  554c^  which  is 
6  feet  longy  2  feet  wide  and  has  a  surface  of  ground  glass  framed  in  wood.  To 
prevent  cracking  of  the  glass,  a  piece  of  felt  should  be  placed  between  it  and  the 
frame  both  above  and  below.  The  slope  of  the  table  can  be  adjusted  by  means 
of  the  rope  a  and  pulley-blocks  h.  For  the  sake  of  careful  adjustment,  it  is 
well  to  have  the  rope  a  connected  to  a  second  set  of  pulley  blocks  overhead.  The 
rope  from  the  second  set  comes  down  to  the  side  of  the  table.  At  the  feed  end 
c  there  should  be  a  good  distributor,  such  for  example  as  Fig.  401&;  and  the 
discharge  aid  d  should  be  rounded  in  order  to  discharge  the  ore  readily  instead 
of  allowing  a  bead  to  form,  as  happens  when  the  edge  is  square.  In  using  this 
table,  it  is  set  at  some  definite  slope,  and  water  is  run  on  through  the  distributor 
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FIG.  5546. — SEC- 
TION ON  CD. 


FIG.   554c. — ^PLAN  WITHOUT  SUPPORTING  FRAME. 

at  a  definite  rate.  A  portion  of  the  wetted  pulp,  say  50  grams>  is  then  fed  in 
with  the  water,  about  5  seconds  being  used  for  the  feeding.  As  the  products 
pass  out  through  the  spout  e  at  the  lower  end,  they  may  be  caught  in  a  row 
of  little  pans  set  on  a  board,  each  pan  being  held  under  the  spout  for  say  5  sec- 
onds. TTie  first  pan  will  catch  the  first  tailings,  the  second  pan  the  second  tail- 
ings, and  so  on  through  all  grades  of  tailings,  middlings  and  heads.  A  bucket 
will  have  to  be  used  for  the  last  heads,  for  considerable  water  must  be  used  to 
hose  them  off.  A  series  of  such  tests,  using  different  slopes  and  different  water 
quantities,  will  indicate  the  best  conditions  for  any  case.  In  applying  the  re- 
sults to  circular  convex  tables,  it  should  be  remembered  that  the  quantity  of 
water  per  minute  flowing  over  one  foot  width  of  the  experimental  table  cor- 
responds to  the  quantity  on  one  foot  of  circumference  at  one  or  two  feet  from 
the  outer  margin  of  the  circular  table.    Near  the  center  of  the  circular  table 
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practically  no  separation  takes  place,  because  the  quantity  of  water  per  foot  of 
circumference  is  too  large  for  good  work. 

In  making  slime  table  tests,  reference  should  be  made  to  the  conclusions  in 
§  609. 

Munroe's  Laboratory  Slime  Table  (see  Figs.  666<^555c)  has  a  ground 
glass  surface  5  feet  long  and  4  inches  wide,  mounted  in  a  brass  frame.  The 
slope  may  be  varied  by  four  leveling  screws.  Water  is  fed  on  at  the  head  end 
by  eight  jets  of  water.  The  ore  is  put  into  a  feed  tray  with  eight  grooves  in  it, 
which  is  pushed  forward  under  the  water  jets. 

§  878.  Canvas  Table. — A  table  10  feet  long,  4  feet  wide,  with  adjustable 
slope,  is  very  satisfactory  for  testing.  It  should  have  a  good  distributor  at  the 
head  end,  and  a  tilting  tail  at  the  lower  end  for  shunting  the  tailings  into  one 
launder  and  the  heads  into  another.  The  grade  of  canvas  that  gives  the  best 
results  will  have  to  be  found  by  trial  for  each  ore;  but  for  pulp  with  0.5-mnL 
and  finer  grains  No.  6  duck  will  usually  be  satisfactory.  The  canvas  holds  the 
concentrates  better  when  the  woof  (cross  threads)  is  laid  down  the  slope  than 
when  it  is  laid  across  the  slope ;  and  it  is  best,  if  possible,  to  have  it  wide  enough 
so  that  a  single  width  covers  the  whole  table. 


Fia.  555a. — ^elbvation  of  muneoe's  laboratory  slime  table. 


FIG.  5556. — SECTION  FIG.  555c. — FEED 

ON  ah.  TRAY. 

§  879.  Testing  by  Oil.— The  use  of  oil  is  briefly  described  in  §  617.  The 
chief  principles  will  be  here  stated  as  a  guide  to  those  desiring  to  make  small 
tests.  (1)  The  oil  or  residuum  should  be  sufficiently  thick;  the  thinner  min- 
eral oils  do  not  appear  to  act  well.  (2)  The  oil  ^ould  not  be  shaken  with 
the  water  and  sand  because  shaking  tends  to  form  an  emulsion,  from  which 
the  oil  does  not  separate  well.  (3)  The  water  should  be  added  first  to  thor- 
oughly wet  the  whole  batch  and  render  the  gangue  immune  to  the  oil.  (4) 
The  manipulation  should  be  such  as  to  give  all  particles  of  concentrates  a  good 
contact  with  the  oil  so  that  they  can  be  coated  by  the  oil  and  taken  up  into  the 
oil  layer.  (5)  Enough  oil  must  be  used  so  that  the  resulting  layer  of  oil  and 
heavy  mineral  has  a  combined  specific  gravity  lighter  than  water.  When  all 
these  conditions  are  fulfilled  the  heavy  minerals  that  are  susceptible  of  treat- 
ment should  be  obtained  in  the  upper  oil  layer  and  be  skimmed  oflE  with  ease, 
leaving  the  gangue  at  the  bottom  of  the  water  layer. 

The  operation  may  be  carried  on  as  follows :  A  tablespoonful  of  residuum  is 
added  to  a  large  beaker  of  water  and  then  the  finely  ground  ore  is  introduced 
and  the  mixture  poured  back  and  forth  from  one  beaker  to  another  for  16  or 
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20  minutes.  After  letting  it  stand  to  allow  the  tailings  to  settle^  the  oil  is 
poured  off^  gasoline  added  to  the  oil  and  the  mixture  heated  to  boiling  which 
precipitates  the  sulphides.  The  latter  are  washed  on  a  filter  and  assayed; 
the  tailings  are  also  assayed. 

§  880.  Testing  by  Heavy  Solutions. — If  an  ore  is  crushed  fine  enough 
to  sever  the  heavy  mineral  from  the  lights  and  a  sample  is  stirred  into  a  solu- 
tion that  has  a  specific  gravity  less  than  the  heavy  mineral  but  greater  than 
the  light  mineral,  there  will  be  an  immediate  separation,  the  lighter  mineral 
floating  on  top  of  the  liquid  and  the  heavier  mineral  sinking  to  the  bottom. 
Sized  products  will  yield  better  results  than  those  containing  all  sizes.  The 
following  are  some  of  the  solutions  that  have  been  used:  Klein's  solution 
(borotungstate  of  cadmium),  specific  gravity  3.6;  Braun's  liquid  (iodide  of 
methyl),  specific  gravity  3.3;  and  Thoulet's  solution  (iodide  of  potassium  and 
mercury),  specific  gravity  3.28.**  Klein^s  and  Thoulet's  solutions  can  be  diluted 
to  a  desired  specific  gravity  with  water;  but  Braun's  liquid  can  be  diluted 
onlv  with  petroleum,  benzene  or  xylene.  A  saturated  solution  of  zinc  sulphate, 
specific  gravity  1.5,  is  heavy  enough  to  float  some  coals  away  from  slate  and 
pyrite. 

The  specific  gravity  of  mercury  is  13.6,  that  of  pure  gold  is  19.33.  Gold 
will  readily  sink  in  mercury  when  thoroughly  wetted  by  it,  while  quartz  floats 
upon  it. 

Magnet. — ^A  permanent  steel  horseshoe  magnet  serves  to  pick  out  mag- 
netic particles  from  sand.  A  small  bar  electromagnet  does  the  same  more  per- 
fectly. A  small  powerful  horseshoe  electromagnet  with  thin  poles  and  great 
magnetic  intensity  (Wetherill's  magnet)  will  lift  many  substances  having  ex- 
tremely weak  magnetism.  By  grading  the  current  in  this  last  magnet  minerals 
with  different  degrees  of  magnetism  may  be  picked  out  separately. 

§  881.  Amalgamation. — ^An  amalgamation  test  for  gold  may  be  made  in  a 
miners'  pan  by  mixing  the  crushed  ore  with  water,  adding  a  few  grains  of  mer- 
cury, and  thoroughly  agitating  for  a  considerable  time.  If  water  is  used  on 
the  bucking  board  or  in  the  hand  mortar  during  the  crushing,  the  gold  will  prob- 
ably be  brighter  and  amalgamate  more  readily.  The  addition  of  a  minute 
quantity  of  sodium  to  the  mercury  will  make  it  still  more  active  in  catching 
the  gold.  After  the  mercury  has  caught  all  the  gold  it  will,  it  is  separated  by 
washing  off  the  sand ;  then  dried  and  distilled,  and  the  impure  gold  so  obtained 
can  be  purified  by  cupelling  and  parting  according  to  the  usual  assay  methods. 
Where  the  amalgam  is  clean  and  small  in  amount  it  is  more  economical  to 
treat  it  with  nitric  acid  which  dissolves  everything  but  the  gold  and  thereby 
reduce  the  number  of  operations  to  one;  this  is  not  applicable  when  silver 
and  gold  are  both  to  be  determined. 

A  test  on  a  larger  scale  may  be  made  by  the  use  of  an  amalgamated  copper 
plate  of  suitable  size  which  has  been  prepared  with  bright,  clean  silver  amal- 
gam (see  §  528).  The  ore  fed  to  this  should  come  from  a  small  stamp  or 
some  machine  crushing  wet  which  will  brighten  the  gold  preparatory  to  feed- 
ing it  upon  the  plate.  After  the  test  the  copper  plate  can  be  washed  off  clean 
by  water  and  the  gold  valued  by  scraping  the  plate  carefully  to  save  the  amal- 
gam (see  §  532)  which  is  then  dried,  distilled,  cupelled,  parted  and  weighed. 
To  treat  the  pulp  from  a  battery  of  three  stamps  weighing  225  pounds  each, 
the  author  uses  an  amalgamated  plate  6  feet  long  and  2  feet  wide. 

§  882.  Ball  Mill  Test. — ^A  little  clean  up  barrel  (see  Pig.  556)  has  been 
used  successfully  for  small  amalgamation  tests  at  the  Massachusetts  Institute 
of  Technology.  It  has  an  inside  diameter  of  16  inches  and  runs  at  16  to  20 
revolutions  a  minute.  Iron  balls,  2  inches,  1  inch  or  }  inch  in  diameter,  are  in- 
troduced with  the  sand,  to  brighten  the  gold.     The  mercury  is  fed  either  at 
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first  or  after  the  grinding  has  proceeded  for  some  time  as  seems  best  for  the  par- 
ticular ore  Tinder  treatment.  The  ore,  in  the  condition  of  sand  ^^  inch  in 
diameter  more  or  less  is  charged  with  water  through  the  side  opening.  After 
the  machine  has  been  run  from  a  half  hour  to  three  hours,  as  desired,  the  pulp 
and  mercury  are  discharged  into  one  or  more  gold  miner's  pans  by  removing  the 
screw  plug.  The  amalgam  is  panned  out,  cleaned,  dried,  retorted,  cupelled, 
parted  and  weighed. 

Amalgamation  in  a  Bottle. — ^A  1-quart  glass  fruit  jar  may  be  mounted  to  re- 
volve slowly  on  the  end  of  a  shaft,  and  with  its 
axis  in  line  with  the  shaft.  If  gold  bearing 
pulp  with  water  and  a  little  pui'e  mercury  is 
charged  into  the  fruit  jar  it  may  be  revolved  a 
longer  or  shorter  time  to  ascertain  the  readiness 
with  which  the  gold  is  taken  up  by  quicksilver. 
A  number  of  fruit  jars  may  be  mounted  on  the 
device  shown  in  Figs.  557a  and  6576,  and  in 
this  way  several  tests  can  proceed  at  the  same 
time.  The  bottles  are  held  by  the  sheet  steel 
springs  a;  and  it  is  well  to  protect  the  bottle 
by  felt  pads  tacked  on  at  h.  The  machine  re- 
volves 6  to  10  times  a  minute.  The  results  may 
be  obtained  by  cleaning,  drying  and  retorting 
the  amalgam,  cupelling,  parting  and  weighing  the  gold;  and  tailings  may  be 
saved,  dried,  weighed  and  assayed,  this  assay  being  compared  with  that  of  the 
original  ore. 

A  frame  attached  to  an  eccentric  and  subjected  to  350  two-inch  vertical  throws 
per  minute  has  been  used  for  shaking  the  bottle  by  the  Ottawa^  Gold  Mining 
and  Milling  Company,  at  Keewatin,  Ontario,  for  testing  custom  ores.    The 
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FIG.  556. — ^PLAN  OF  BALL  MILL. 


PIO.  557a. — END  ELEVA- 
TION OF  AMALGAMA- 
TION REVOLVER. 


FIG.   5576. — 8IDB  ELEVATION. 


method  of  testing  was  to  take  from  3  to  12  charges  of  the  carefully  sampled 
40-mesh  ore,  each  weighing  100  grams  and  having  water  and  100  grains  of  mer- 
cury added,  and  agitate  for  30  minutes.  Results  of  the  total  charges  were  aver- 
aged and  were  found  to  check  with  the  results  of  large  mill  runs  within  from 
1  to  3%  on  free  gold.^" 

§  883.  Pan  Amalgamation  for  Silver, — A  kilogram  (2.2  pounds)  of  sil- 
ver ore  may  be  treated  in  the  small  amalgamating  pen  shown  in  Figs.  558a- 
558(f.     The  pan  is  supported  on  four  iron  legs,  not  shown  in  the  figure,  to  per- 
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mit  heating  by*  a  lamp  beneath.  The  muller  or  grinder  revolves  120  to  150 
times  a  minute.  The  pulp  should  be  crushed  to  pass  through  a  40-mesh  screen 
before  being  charged.  The  various  methods  of  running  an  amalgamating  pan 
may  be  tri^,  using  preliminary  grinding  with  muller  down,  heating  the  pan. 


r^ 


FIG.    558a. — SECTION    OP    AMALGAMATING 
PAN  ON  LINE  CDE  OF  FIG.   6586. 


FIG.  558c. — SECTION 
OF  MULLBR  ON  FQ. 


FIG.   658d. — SECTION  OF 
MULLEB  ON  LM. 


FIG.    5586. — PLAN. 


adding  common  salt  and  sulphate  of  copper,  adding  acid,  etc.,  followed  by  final 
stirring  and  amalgamation  with  the  muller  up,  using  such  quantity  of  mercuiy 
as  seems  wise,  adding  zinc  amalgam,  sodium  amalgam,  alkali  or  any  of  the 
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FIG.  559a. — FILM 
QAUOE. 


oifaer  reagents  that  may  be  preferred.  The  amalgam  may  be  panned  out  in  a 
miner^s  pan^  retorted^  melted^  weighed  and  valued;  and  the  tailings,  collected 
on  filters  so  as  to  lose  none  of  the  finest  portions,  can  be  dried,  weighed  and 
assayed.  The  assay  of  the  tailings  compared  with  that  of  the  original  ore  will 
be  found  to  yield  a  better  valuation  of  the  eiBciency  of  the  process  than  the 
actual  yield  of  precious  metal  in  the  amalgam. 

§  884.  Clinometers  are  used  to  measure  slopes.  A  carpenter's  level  and  foot 
rule  will  answer  for  most  cases,  and  will  give  inches  fall 
in  12  inches  distance  which  is  a  common  mode  of  meas- 
uring and  stating  the  slope.  The  dealers  in  surveying 
instruments  have  little  clinometers  for  measuring  slope 
angles  in  degrees.  A  very  good  one  is  that  known  as 
Linton's  level,  sold  by  Queen  &  Company  of  Philadel- 
phia. It  measures  all  angles  from  horizontal  to  vertical 
down  to  the  nearest  5  minutes  of  angle,  and  it  is  well 
and  substantially  made. 

Film     Gauge.  —  The    gauge, 
shown  in  Pig.  559a,  is  useful  for 
/      /  measuring  the  thickness  of  water 

*  films  on  tables.    The  needle  a 

a       x>6        can  be  raised  and  lowered  by  the 
/    ^        micrometer-screw  d,  which  reads 
•        ^      zero  when  the  point  of  the  needle 
^  is  exactly  in  the  same  plane  as  the 

c  lower  ends  of  the  legs  hh  c.    The 

FIG.    5596. — WAVES    feet  h  b  should   be   far   enough 
FROM  FEET.  apart  so  that  the  waves  e  e  (see 

Fig.  5596)  shall  not  back  up  and 
change  the  depth  when  the  water  is  flowing  in  the  direction  indicated  by  the 
arrows  f  f  f.  The  point  a  is  lowered  until  contact  with  the  water  is  just 
obtained,  and  then  the  reading  gives  the  thickness  of  the  water  film.  The  usual 
form  of  micrometer  gauge  may  be  made  over  as  indicated  in  the  sketch,  and  give 
a  reliable  tool  for  this  work. 

§  885.  Specific  Gravity  Test. — Determinations  of  specific  gravity  are  val- 
uable t<3  the  ore  dresser  in  several  ways.  They  may  show  that  the  minerals 
are  too  near  to  each  other  in  specific  gravity  to  be  well  separated  by  methods 
depending  upon  that  property;  or  they  may  show  that  the  specific  gravities 
of  the  minerals  are  far  enough  apart  to  suggest  better  work  than  he  is  doing 
and  so  start  him  on  a  hunt  for  a  remedy ;  and  finally  since  the  specific  gravity 
of  mixtures  of  the  heavy  and  light  materials  ranges  all  the  way  "from  the  spe- 
cific gravity  of  the  former  to  that  of  the  latter  (in  proportion  to  the  percentage 
of  the  twx>  minerals)  it  follows  that  a  determination  of  the  specific  gravity  of 
a  two  mineral  product  may  serve  as  a  rapid  approximate  assay  of  value,  lliis 
method  is  recommended  by  Eittinger,  and  is  used  at  Tamowitz,  Silesia.'**'  The 
method  of  computation  is  (juite  simple  and  is  indicated  here: 

Let  a  be  the  specific  gravity  of  the  heavy  mineral ;  let  b  be  the  specific  gravitv 
of  the  gangue ;  let  s  he  the  sp^ifio  cavity  of  the  product ;  let  x  be  the  %  of 

the  heavy  mineral.  Then  x=' j- —  •  As  an  example  let  us  assume  a  mix- 
ture of  quartz  (specific  gravity  2.6)  and  galena  (specific  gravity  7.5)  with  a  net 
specific  gravity  of  3.    Then  x=    ly  /  o />     =8.16%  of  galena  in  the  product. 

This  method  is  not  accurate  enough  to  be  of  use  when  large  value  is  contain  **(1 
in  a  small  weierht  of  mineral,  as  in  the  case  of  dry  silver  ores. 
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Microscope. — A  microscope  is  a  very  great  help  to  the  ore  dresser.  This 
may  range  from  a  hand  lens  magnifying  two  diameters,  up  to  a  microscope  mag- 
nifying 250  diameters.  With  it  he  can  see  if  the  mineral  that  is  puzzling  him 
is  in  very  thin  scales  and  so  floats  away  where,  by  its  specific  gravity,  he  would 
not  expect  it  to  do  so;  or  if  it  is  in  very  finely  included  grains  in  the  waste 
gangue ;  or  again  if  it  is  in  the  finest  slimes.  In  these  and  many  other  ways  the 
microscope  will  explain  questions  which  otherwise  baffle  the  ore  dresser,  and  will 
thus  greatly  assist  in  overcoming  difficulties.  By  using  a  high  power  instrument 
a  rapid  approximate  chemical  analysis  of  a  fine  product  may  be  made  by  count- 
ing the  grains  of  clean  concentrates,  of  clean  gangue  and  of  included  grains  in 
a  restricted  field. 

Assay  Office. — ^The  whole  testing  business  hinges  on  an  assay  office  equipped 
with  complete  assay  outfit  such  as  is  furnished  by  nearly  all  dealers  in  min- 
ing machinery.  This  would  include  crushing  apparatus,  screens,  furnaces  and 
balances  for  gold,  silver  and  lead  ores,  and  also  chemical  apparatus  for  other 
ores.  The  samples  for  analysis  should  be  put  through  a  sieve  with  100  or  130 
meshes  to  the  linear  inch  or  sometimes  finer  and  in  case  pellets  of  native  metal 
occur  which  will  not  pass  through  the  sieve  these  pellets  should  be  carefuUy 
saved  and  analyzed  separately. 

§  886.  Weighing  and  Measuring. — Several  remarks  are  in  order  here. 
(1)  To  get  an  exact  record  of  the  amount  of  ore  treated  in  the  daily  routine 
of  mill  work,  all  of  the  cars  would  be  weighed  both  full  and  empty.  The 
difference  shows  the  net  weight  of  ore.  The  percentage  of  moisture  should 
be  determined  by  means  of  a  moisture  sample,  and  the  weight  of  dry  ore  can 
then  be  calculated.  In  commercial  work  the  need  of  saving  time  and  cost  often 
causes  the  substitution  of  measuring  for  weighing.  The  weight  of  a  car  load 
of  ore  having  once  been  obtained,  a  tally  of  the  number  of  cars  gives  the  ap- 
proximate weight  of  ore  delivered  to  the  mill  in  a  given  time.  Where  this 
method  is  used  the  figure  adopted  for  the  weight  of  a  car  load  of  ore  should 
be  obtained  with  care  by  averaging  the  weights  of  many  car  loads,  and  a  new 
value  should  be  obtained  periodically  to  cover  possible  changes  in  the  weights 
of  ore  and  the  sizes  of  cars.  A  method  sometimes  adopted  is  to  weigh  a  few 
cars  taken  at  random  every  day  and  adopt  the  average  weight  of  ore  contained 
in  them  as  the  average  of  all  cars  for  that  day. 

(2)  The  weight  of  a  cubic  foot  of  solid  rock,  of  broken  rock,  or  of  sand 
will  have  to  be  obtained  for  every  mine  because  of  the  varying  specific  gravity  of 
ore  as  between  mine  and  mine.  The  weight  of  a  cubic  foot  of  unbroken  quartz 
is  2.64_X  62.4  pounds=165  pounds,  in  which  62.4  is  the  weight  of  a  cubic  foot 
of  water  at  60**  F.  and  2.64  is  the  specific  gravity  of  quartz.  On  the  Rand  in  South 
Africa,  previous  to  1898,  100  pounds  was  assumed  as  the  weight  of  a  cubic  foot 
of  broken  quartz,  but  several  tests  at  the  Ferreira  mine  showed  only  95  pounds 
per  cubic  foot.***  Some  figures  are  given  in  the  appendix  showing  approx- 
imately the  weights  of  various  kinds  of  rock  both  broken  and  in  place. 

(3)  One  often  needs  to  ascertain  the  quantity  of  a  product  passing  some  point 
in  the  mill.  If  the  stream  can  be  diverted  into  a  bucket  or  barrel  for  a  stated 
time,  for  example  one  minute,  and  this  catch  repeated  a  number  of  times  dur- 
ing the  day  to  average  up  inequalities  of  work,  the  resulting  catch  represents 
the  quantity  passing  in  the  total  time  run.  This  product  is  also  available  for 
any  sizing  tests,  assays  or  chemical  examinations  that  may  be  needed.  Before 
pouring  off  the  water  the  fine  slimes  should  be  carefully  settled  out,  especially 
if  the  sample  is  to  be  used  for  assays  or  sizing  tests.  Dissolved  substances  may 
be  used  to  assist  the  settling  (see  §  869)  ;  and  if  in  any  case  this  is  not  effective, 
it  may  be  necessary^  to  filter  the  decanted  water  on  a  cloth  filter  or  in  a  filter  press, 
and  in  cases  of  extreme  value  even  to  evaporate  the  whole  of  the  water.     In 
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any  case^  after  pouring  off  the  water^  the  material  should  be  dried  before  weigh- 
ing. 

(4)  It  is  often  necessary  to  know  the  quantity  of  water  passing  a  point 
in  the  mill.  This  should  be  diverted  a  number  of  times  through  the  day  and 
weighed  or  measured.  If  sand  comes  with  the  water,  the  former  should  be  sep- 
arated^ dried  and  weighed,  and  its  weight  subtracted  to  get  the  exact  weight 
of  water.  If  p  represents  the  weight  of  water,  in  pounds,  then  p-r-62.4  gives 
cubic  feet,  and  p-f-8.342  gives  gallons. 

§  887.  Computing  Results. — Examples  of  computation  are  given  in  §  489, 
Tables  363  to  367,  §  676,  §  889,  §  891,  §  893,  and  §  897,  and  in  yarious  other 
parts  of  the  book.  It  should  always  be  remembered  that  the  value  of  such  cal- 
culations depends  on  having  accurate  samples,  weights  and  assays;  otherwise 
the  conclusions  are  very  apt  to  be  misleading.  Too  much  emphasis  cannot  be 
laid  on  this  point. 

One  Variable  at  a  Time. — ^Whether  the  ore  dresser  is  searching  for  a  process 
or  carrying  on  regular  mill  work,  he  is  always  experimenting,  trying  to  see  if  he 
cannot  hit  upon  some  set  of  adjustments  of  his  machines  that  will  yield  better  re- 
sults than  those  already  employed.  The  importance  of  varying  only  one  adjust- 
ment at  a  time,  establishing  the  best  value  of  that  under  the  conditions  submitted, 
cannot  be  overestimated.  The  moment  two  or  more  adjustments  are  made 
at  the  same  timie  the  observer  is  at  a  loss  to  know  to  which  the  improvement 
is  due.  Take,  for  example,  a  jig  working  upon  the  first  spigot  product  of  a 
classifier.  In  establishing  the  best  conditions  we  can  vary  the  mesh  of  the 
sieve,  the  size  of  the  bottom  bed  material,  the  depth  of  the  bottom  bed,  the 
height  of  thp  tailboard,  the  amount  of  plunger  throw,  and  the  amount  of  hy- 
draulic water,  ranging  all  the  way  from  much  suction  to  little  suction,  from 
a  very  free  whole  bed  to  a  very  tight  whole  bed.  We  may  first  try  to  have  the 
jig  make  its  own  bottom  bed,  and  ring  in  all  the  changes  in  hydraulic  water, 
looking  for  hutch  product  free  from  gangue  and  tailings  free  from  valuable  min- 
eral. Next  we  may  change  the  throw  of  the  plunger,  then  hunt  again  for  the 
best  hydraulic  water;  and  a  number  of  these  trials  will  be  made  until  the  best 
throw  is  found,  with  its  corresponding  hydraulic  water.  We  next  raise  the 
question  of  trying  a  coarser  or  finer  screen.  After  the  first  change  is  made 
we  must  again  hunt  for  the  best  plunger  throw  and  for  the  best  hydraulic 
water  quantity.  After  trying  several  sieves,  with  the  throw  and  water 
tests  that  go  with  them,  we  may  conclude  that  it  is  better  not  to  force 
the  jig  to  make  its  own  bottom  bed,  but  to  give  it  a  coarser  screen  and 
brine  bed  material  to  it.  A  series  of  these  variations  can  then  be  brought  in. 
On  looking  over  the  complete  record  it  will  be  easy  to  locate  the  set  of  condi- 
tions which  on  the  whole  give  greatest  capacity  and  cleanest  work  and  are 
therefore  the  wisest  to  adopt.  In  comparative  tests  of  different  machines, 
the  same  ore  should  be  used  for  both.     This  is  a  point  that  is  often  disregarded. 

TESTING     FOR  A     PROCESS. 

§  888.  While  testing  for  a  process,  many  questions  come  to  the  ore  dresser. 
Among  them  are  the  following:     Should  the  ore  be  treated  by: 

(1)  Gravel  screen  and  hand  jigs. 

(2)  Log  washer  with  or  without  jig  and  classifier. 

(3)  Bolls,  trommels,  classifiers,  jigs  and  tables  or  vanners;  and  under  this 
process  come  the  secondary  questions:  (a)  Shall  we  crush  coarse  or  fine.  (6) 
Shall  we  recrush  and  reconcentrate  tailings,  and  from  what  size  to  what  size. 
{c)  Shall  we  recrush  and  reconcentrate  middlings,  and  from  what  size  to  what 


1162 


QBE  DBESaiNG. 


§  889 


Bize.     {d)  Shall  we  reconcentrate  middlings  without  recrushing  and  from  what 
size  tx>  what  size. 

(4)  Steam  stamps,  classifiers,  jigs  and  tables. 

(5)  Gravity  stamps,  amalgamated  plates  and  vanners  with  or  without  can- 
vas table  and  fine  vanner. 

(6)  Bolls  and  magnetic  concentrator,  as  chief  processes  or  as  audliary  to 
some  other,  with  low  or  high  tension  magnetic  field. 

(7)  Cyanide  for  gold. 

(8)  Boasting  and  chlorination  for  gold. 

(9)  Pan  amalgamation  preceded  or  not  by  chloridizing  roasting. 
(10)     Hyposulphite  leaching  following  chloridizing  roasting. 

Other  questions  might  be  framed  to  include  phosphate,  mica,  comndmn, 
graphite,  asbestos,  coal,  etc. 

To  help  in  deciding  these  questions,  a  number  of  tests  are  given  below.  As 
many  of  these  should  be  tried  as  the  circumstances  will  allow;  but  of  course 
the  ore  dresser  will  use  his  experience  and  judgment  to  decide  which  prom- 
ise the  most  information. 

§  889.  Mineral  Examination. — ^If  representative  specimens  of  each  min- 
eral, as  well  as  a  general  sample  of  the  ore,  are  analyzed,  the  percentages  of  the 
different  minerals  can  be  calculated.  In  the  following  examples  the 
different  minerals  are,  for  simplicity,  assumed  to  be  pure.  Let  us  suppose 
that  we  have  quartz  (100%  SiO,),  calcite  (56%  CaO,  44%  CO,),  siderite 
(48.3%  Pe,  13.8%  0,  37.9%  CO,),  galena  (86.6%  Pb,  13.4%  S),  blende 
(6r%  Zn,  33%  S),  and  pyrite  (46.7%  Pe,  53.3%  S) ;  and  that  the  general 
analysis  shows  Pb  17.32%,  Zn  3.35%,  Pe  7.085%,  CaO  8.4%,  SiO,  45%,  S 
9.66%,  COj  8.495%,  0  (by  difference)  0.69%.  Distributing  these  values  pro- 
portionally among  the  different  minerals  gives  the  results  shown  in  Table  395. 


TABLE     395. — ^MINERALOGIOAL     PERCENTAGE     COMPUTED     FROM 

PER  CENTS. 

THE     CHEMICAL 

Material. 

P6r06Ilt 

In  Ore. 

Ptoroent  Distributed  among  the  Various  Minerals. 

Quarts. 

CalcitA. 

SMerite. 

pyrite. 

Blende. 

Galena. 

fUO. 

45.000 
8.400 
7.066 
Q.600 
8.8B0 

17.8SD 

8.496 

.690 

46 

S3V.V.V..... .....;::::: 

8.4 

Fe                          .     . 

8.416 

4.67 
6.88 

8 

1.66 
8.86 

8.68 

2n                          

Pb  

i7.8e 

no.       

6.000 

1.896 
.090 

o    

Total 

loo.oooje 

4«K 

\h.o% 

6.00(^ 

lO.OOjC 

B.OOji 

90.00^ 

Assays  in  specimens  of  the  minerals,  chosen  to  represent  the  average  of  the 
ahove  ore,  might  be  found  to  show  silver  as  follows: — 


Galena 100  ounces  per  ton. 

Pyrite 90  ounces  per  ton. 


Blende 10  ounces  per  ton. 

Quartz  frith  a  little  stain 8  ounces  per  tea. 


These  multiplied  by  the  per  cents,  of  the  minerals  from  Table  395  show  that 
in  a  ton  of  ore  the 


Galena  contains  HOOx  90jO  or  90  ounces  sflver. 
Pyrite        "        (aOxlOjOorS 
Blende       "         (10  x  fijOorO.e     " 
Quartz       "         (  8x46jOorl.86   *' 


Tlie  mine  ore  then  has        88.86 


per  ton. 


In  practice  no  assays  can  be  made  to  agree  as  perfectly  as  this  and  the  ac- 
tual assay  of  the  ore  will  diflFer  somewhat  from  23.85  ounces  silver  per  ton. 

The  above  assays  and  analyses  appear  to  indicate  that  the  blende  may  or  may 
not  be  thrown  away  according  to  the  smelting  charges  on  zinc  ore,  or  the  near- 
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ness  of  spelter  furnaces;  that  the  quartz  would  probably  be  thrown  away;  but 
that  galena  and  pyrite  should  boUi  be  saved  either  together  or  in  separate  prod- 
ucts, as  indicated  by  the  cost  of  production  and  the  priced  paid  in  the  market. 

Some  ores  will  be  better  treated  in  the  examination,  as  mineral  aggregates 
rather  than  as  pure  minerals.  A  vein  may  have  a  streak  of  very  ftaely  dis- 
seminated mineral,  and  another  streak  of  coarsely  crystallized  mineral.  The 
mine  ore  can  be  separated,  by  screening  and  hand  picking,  into  three  kinds: 
mine  fines,  coarsely  crystallized  ore,  and  finely  disseminated  ore.  These  three 
can  each  be  weighed  up  and  assayed,  and  their  relative  values  estimated  and 
then  the  question  will  come  up  as  to  whether  the  finely  disseminated  ore  shall 
be  sent  to  stampe  or  jigged  with  the  other;  also  whether  the  mine  fines  shall 
be  treated  on  a  separate  set  of  machines  or  with  the  crushed  ore. 

§  890.  Sizing  and  Assaying. — If  a  crushed  ore  or  any  other  product  be 
sized  on  a  series  of  screens  and  all  the  oversizes  assayed,  an  instructive  table 
can  be  made  of  the  results,  and  one  which  will  show  in  what  sizes  the  values 
mainly  occur.    Some  tests  of  this  kind  are  discussed  in  §  249  and  §  489. 

§  891.  Hand  Picking  Test. — A  sample  of  ore  can  be  crushed,  sized  on 
screens  and  each  size  picked  by  hand  into  three  heaps,  heads,  middling  and 
tailings, — ^all  particles  having  50%  or  more  concentrates  in  them,  as  estimated 
by  the  eye,  being  put  with  the  heads,  all  particles  estimated  to  have  less  than 
'  %  and  more  than  5%  of  concentrates  being  put  with  the  middlings,  and 

TABLE  396. — ^MOPE  OP  TABULATING  RESULTS  OP  HAND  PIOKINQ  TESTS. 

Heads. 


Weight. 

Aatajin 
Oopper. 

wj^or 

Ptoroentofthe 
Total  Metal. 

On  11.8  ram 

Grama. 
60 
40 
80 

86 

80 
10 

\ 

? 
S 

8 

Grams. 
8.000 
9.400 
9.100 
1.780 
9.400 
1.200 
1.200 
0.790 
9.000 
0.700 

0.148 

Thpniffhil'S    od8     mint............... 

7.814 

"         8       onS.M  **   

6.800 

'*         S.M  on4       "   

6  888 

*•         4        on2.88  "  

7.814 

2.88  on8        "   

S        0111.414*'   

"         1.414  onl        **  

8.667 
8.667 
9.104 

•»         1  mm 

6.096 

Fliifriilimfiff 

S.188 

68.280 

Middlings. 

On  11.8  mm 

200 
120 
26 
10 
6 
9 

? 
S 

s 

I 
I 

8 
8 
8 

6.000 
8.600 
0.780 
0.800 
0.160 
0.060 

18.890 
10.970 
2.286 
0.014 
0.49r 
0.188 
0.188 
0.001 

Throuirh  11.8     on  8       mm 

••         8        on6.66     •♦    

••         5.66  on4         ••   

•»         4        on9.88     **    

"         2.88  on2         ••    

**         2        on  1.414   **    

1.414onl          »•    

"         1  mm 

FIneiilimss 

.      .••••....•.•.•r. 

88.874 

TalUngB. 


On  11.8  mm 

60 
40 
70 
66 
66 
88 
88 
16 
20 
0 

2 

1.6 
1.2 
0.0 
0.0 
0.8 
0.8 
0.7 
0.7 

1.000 
0.600 
0.840 
0.B86 
0.685 
0.264 
0.264 
0.112 
0.140 

8.077 
1.820 
2.560 
1.784 
1.784 
O.AHR 
0.805 
0.841 
0.427 

Through  11.8     on  8        mm 

"         8        on6.66     "   

'»         ft.66  on4          •♦  

4        on2.88     "    

2.88  on2          "   

"         2        on  1.414   •'   

"          1.414onl          ••    

•*         1  mm 

FineaUmes \\[\\\l\[\\[[:\[[[ 

*    ••••••• 

18.412 

Qrandtotal 

1,000 

82.810 

100.096 
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all  particles  estimated  to  have  less  than  5%  of  concentrates  in  them  being  put 
with  the  tailings.  This  hand  picking  will  probably  reach  a  fine  limit  at  about 
1  mm.  The  undersize  of  the  1-mm.  screen  can  be  concentrated  on  a  vanning 
ahovely  a  vanning  plaque  or  a  gold  miners'  pan.  The  fine  slimes  will  first  be 
floated  off^  and  saved  either  by  the  use  of  a  dissolved  substance  (see  §  869), 
by  filtering  or  by  evaporating  the  water  to  dryness,  to  save  the  whole  of  the 
slimes.  The  vanning  shovel  will  yield  heads  and  tailings.  Each  of  these  prod- 
ucts may  then  be  weighed  and  assayed.  The  results  may  be  tabulated  as  in 
Table  396,  which  is  made  up  for  the  purpose  of  illustration  upon  the  assump- 
tion that  1,000  grams  of  a  copper  ore  had  all  been  crushed  to  pass  a  16-mm. 
screen  and  then  sized  on  Bittinger's  series  of  screens ;  the  weights  and  assays  are 
also  assumed. 

Prom  this  table  we  may  draw  the  following  conclusions: 

(1)  The  ore  assays  3.28%  copper;  and  if  the  work  has  been  carefully  done 
this  is  a  more,  accurate  assay  than  any  single  assay  could  be. 

(2)  We  have  saved  in  the  heads  only  53.24%  of  the  total  original  value. 

(3)  The  coarse  tailings  are  much  too  rich,  and  therefore  the  limiting  size 
must  be  much  smaller  than  16  mm. 

(4)  4  mm.  appears  to  be  a  safe  mill  limiting  size;  that  is,  nothing  should 
be  allowed  to  go  to  waste  larger  than  4  mm. 

(5)  We  can  •either  work  the  sized  products,  as  above  indicated,  by  graded 
crushing  and  graded  jigging  using  16  mm.  as  the  preliminary  limit  and  4  nun. 
as  the  final  limiting  size,  or  we  can  crush  by  graded  crushing  right  down  to 
4  mm.  and  then  size  and  jig. 

(6)  The  fine  slimes,  though  amounting  to  only  1%  of  the  ore  by  weight, 
are  rich  enough  to  justify  considerable  care  in  saving  them. 

(7)  Taking  the  net  average  of  the  4-mm.  and  finer  sizes,  we  may  assume 
that  the  ore  can  probably  yield  tailings  as  low  as  0.84%  copper  and  heads 
as  high  as  8.11%  copper;  and  we  may  add  the  following  computations: 
let  r^per  cent,  of  metal  in  the  mine  ore ;  let  ^=per  cent,  of  metal  in  the  tail- 
ings; let  fc=per  cent,  of  metal  in  the  heads;  let  a;=weight  of  tailings  from 
100  tons  of  original  ore;  and  let  100 — a:=weight  of  heads  from  100  tons  of 

original  ore.    Then  ir= ,-— . —  and  substituting  the  above  figures  for  sake  of 

100(8.11-3.28)      483.0     ^^  ,,  ,  .  ^  .,.  ,    ^^ 

example,  we  have  x= — oViZ^Tor"^  ^^W  *ons  of  tailmgs,  and   100 

— fl;=33.56  tons  of  heads.  Thus  the  tests  and  subsequent  speculation  indicate 
that  from  100  tons  of  ore  containing  3.28%  copper  (=3.280  tons  or  6,560  pounds 
of  total  copper)  we  might  produce  33.56  tons  of  heads  containing  8.11%  copper 
(=2.722  tons  or  5,444  pounds  of  copper),  and  66.44  tons  of  tailings  contain- 
ing  0.84%  copper  (=0.558  tons  or  1,116  pounds  of  copper),  which  shows  a  con- 
centration in  the  heads  of  83%  of  the  total  original  copper. 

Table  396  shows  complete  data,  but  the  obtaining  of  such  a  lot  of  figures  re- 
quires a  large  amount  of  work,  and  it  is  frequentlv  advisable  to  shorten  the 
steps.  Table  397  shows  results  of  an  actual  test  in  Mill  30  on  the  recrushing  of 
jig  middlings  by  the  No.  4  rolls.  The  feed  to  the  rolls  was  sampled,  sized  and 
each  size  picked  into  heads,  middlings  and  tailings;  the  product  of  the  rolls  was 
treated  in  the  same  way.  However,  instead  of  assaying  every  product  separately 
as  indicated  in  Table  396,  all  the  products  of  one  kind,  for  example,  all  the 
heads  products  in  the  feed,  were  put  together  and  one  assay  made  of  the  lot. 
Prom  Table  397  may  be  computed  the  total  of  the  heads,  middlings  and  tailings 
in'  the  feed  to  the  rolls,  and  similarly  in  the  product  of  the  rolls ;  a  comparison  of 
these  two  sets  will  show  how  much  mineral  has  been  freed  by  the  crushing. 
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TABLE   397. — SIZING  AND   JIAND   PICKING   TESTS   IN   MILL   30. 


Feed  to  the  Rolls. 

Product  of  the  Bolls. 

Sin. 

Weight. 

Feroentege  Oomposition  as 

Weight 

Percentage  Oomposition  as 
Selected  by  Hand. 

Heeds. 

Mkldlings. 

Tailings. 

Heads. 

Middlings. 

Tailings. 

On  7  mm 

0.^094 
7.821 
68.966 
7.8S5 
11.7W 
11.994 
5.908 
0.898 

i  1.084- 

% 

% 

% 

*o 

1.897 
16.609 
8.151 
7.911 
15.701 
99.644 
7.487 
7.986 
4.489 
8.960 

% 

% 

% 

Throufifh  7  on  ft  mm. .....  t  ,. . 

4.81 
6.18 
0.00 
7.70 
19.70 
96.90 
40.80 

41.90 
48.79 
69.90 
06.10 
48.80 
88.70 
88.90 

68.00 
46.0rt 
88.10 
86.91) 
88.60 
86.10 
96.60 

8.60 
5.68 
5.80 
0.10 
19.80 
18.60 
99.80 

47.4 
44.0 
69.0 
65.0 
50.0 
80.0 
85.8 

44.1 

Bon8    "  

**       8  mm.  on  8  mesh. 

8  me«h  on  10     '' 
",     10     "    on  16     ** 
"      16     "    on  90     " 
"      90     "    on94     " 
**      94     **    onhO     ** 

80.8 
48.8 
85.0 
86.6 
41.6 
41.4 

*•      80     **    on40     ** 

"      40     •* 

Lsftd  contents 

11.  w 

2SiM 

19.^ 

Trace. 

11.  W 

f»M 

8.W 

Trace. 

§  892.  Jigging  Test. — ^An  ore  that  is  to  be  jigged  may  be  crushed  by  a 
breaker  and  rolls,  either  with  or  without  graded  crushing  (eee  §  99),  screened 
and  classified,  eiUier  with  or  without  close  sizing  (see  §  285  and  §  462),  and 
each  product  treated  with  suitable  adjustments  on  a  jig.  In  the  case  of  small  lots 
the  finest  sizes  will  be  concentrated  on  a  vanning  shovel ;  with  larger  lots  they  will 
be  treated  on  a  table  of  the  Wilfley  type,  on  a  vanner,  on  a  glass  table  (see 
§  877)  or  on  a  canvas  table.  Each  product  should  be  weighed  and  assayed  and 
the  results  tabulated  as  in  §  891,  to  assist  in  drawing  conclusions  as  to  the  best 
method  of  treatment. 

Pine  Concentration  Test. — ^An  ore  needing  rather  fine  crushing  and  only 
a  small  reduction  (perhaps  3  tons  of  ore  into  2  tons  of  concentrates)  has  been 
successfully  treated  by  the  author  in  the  following  way :  Crush  by  breaker  and 
rolls  to  pass  through  a  screen  with  1-mm.  square  holes,  send  to  a  three-spigot 
classifier  and  treat  on  a  Wilfley  table.  The  ore  contained  finely  disseminated 
pyrite  (to  be  used  for  sulphuric  acid  manufacturers),  a  little  chalcopyrite,  and 
a  quartz-feldspar-mica  gangue.  The  first  spigot  product  was  clean  pyrite.  The 
second  spigot,  treated  on  the  Wilfley  table,  yielded  pyrite,  chalcopyrite  and 
gangue.  l%e  third  and  the  overflow  yielded  the  same.  The  fine  slimes,  being  too 
rich  in  copper  to  throw  away,  were  caught  in  a  settling  tank  and  treated  as  con- 
centrates. 

Canvas  Tables  and  Steep  End  ShaJce  Vanner. — ^If  the  Prue  vanner  or 
Wilfley  table  is  to  treat  an  ore  in  which  the  concentrates  have  a  very  high  value 
($50  or  more  per  ton),  the  question  of  saving  the  extremely  fine  slimes,  which 
these  machines  lose,  rises  to  commercial  importance.  The  vanner  when  well  run 
saves  all  the  coarser  concentrates,  but  loses  a  considerable  part  of  that  which  is 
finer  than  about  one-tenth  the  diameter  of  the  maximum  size  of  grain.  If  the 
vanner  tailings  are  treated  in  a  classifier  which  will  just  lift  the  fine,  rich  grains 
and  let  the  coarser  waste  go  into  the  spigot,  and  the  overflow  be  sent  to  a  canvas 
table,  and  the  heads  of  this  sent  to  a  little  steep  end  shake  vanner,  a  clean,  rich 
concentrate  will  result ;  and  figures  on  ite  quantity  and  richness  and  on  the  esti- 
mated cost  of  running  will  indicate  whether  or  not  this  method  will  pay. 

Some  of  the  author^s  students  obteined  the  following  results  by  a  test  of  this 
kind:  Coarse  vanner  teilings,  0.10  ounce  gold  per  ton;  fine  vanner  tailings,  0.13 
ounce  gold  per  ton ;  canvas  table  heads,  0.6  ounce  gold  per  ten ;  canvas  table  tell- 
ings, trace  gold  per  ton ;  steep  end  shake  vanner  heads,  5.00  ounces  gold  per  ton ; 
steep  end  shake  vanner  teilings  were  too  rich  to  throw  away  and  were  re-treated 
.m  a  canvas  table. 

8  893.     Free  Milling  Gold  Ores  may  be  treated  in  lots  of  1,000  or  2,000 
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pounds  with  a  breaker,  a  stamp  battery  with  225-pound  stamps,  a  copper  plate 
2  feet  wide  and  6  feet  long  coated  with  silver  amalgam,  a  mercury  trap,  a  vanner 
and  a  little  ball  mill. 

Table  398  shows  the  results  of  such  a  test  made  by  students  at  the  Massachu- 
setts Institute  of  Technology.  The  ore  used  was  from  the  Brookfield  Mining 
Company  of  Nova  Scotia,  and  contained  its  free  gold  in  coarse  condition.  The 
ore  was  crushed  in  a  Blake  breaker  to  J-inch  diameter,  thoroughly  mixed  and  di- 
vided into  three  lots  by  placing  alternate  shovelfuls  on  three  separate  piles. 
Table  398  is  the  results  from  the  first  lot.  The  stamp  battery  had  a  plate  Rcreen 
with  slotted  holes  ^  inch  wide.  The  battery  residue  was  panned,  yielding 
amalgam  (a)  and  gravel  (6).  The  gravel  {h)  was  groimd  in  a  sample  grinder 
to  ^-inch  diameter,  amalgamated  in  a  little  ball  mill,  and  then  panned,  yield- 
ing amalgam  (c),  concentrates  {d)  and  tailings  (e).*  Amalgams  (a)  and  {c) 
were  united  and,  by  retorting,  yielded  battery  gold.  The  concentrates  (d)  and 
tailings  {e)  were  included,  by  calculation,  in  the  concentrates  and  tailings  from 
the  vanner.  The  material  ^'unaccounted  for^'  was  assumed  to  assay  the  same  as 
the  fine  vanner  tailings. 


TABLE  398. — TEST  OP  A  FREE  MILLING  GOLD  ORB. 

Weiffht  of 
Product 

Gold  per 
T6n. 

Percent  of 
Gold. 

Weight  of 
Gold. 

Peroentofthe 
TdtalGoldL 

Oreffd 

Kiloe. 
89S 

Ounces. 
LOT 

0.00!)67 

Grams. 

14.8864 

16.0668 
9.8146 
0.0056 
1.4688 
1.0186 
0.6767 
0.0649 
0.8145 

79.10 

Plate  gold    .  *.*.*.*.'.*.*/.  .'.V. 

12.68 

0.11 

*  *  "H"  i*V»"  ..•••••• •••• 

Vanner  heads 

Vanner coarae  tailinm. •.•■••••• 

15.86 
986.76 
80.10 

8.78 
0.11 
0.81 

0.00958 
0.00068 
0.UW78 

6.87 
4.5S 

Vanner  flne  tallinRi 

Gold  in  staff 

9.60 
0.88 

Unaooountod  f or 

99.TO 

0.81 

o.ooora 

0.96 

Tfftal   ...'..... 

802.00 

as.srei 

90.00 

Percent  of  total  gold  saved  by  amalgamation 84.04JC 

Percent  of  total  gold  saved  in  coDcentratea 6.67 

Total  saving .91.61)t 

Fire  assay  of  original  ore 1 .07  ounces  gold  per  ton. 

Assay  caioulatea  from  mill  results 1 .66  ounces  gold  per  ton. 

A  second  section  of  the  class  obtained  the  following  final  figures  from  the  sec- 
ond lot  of  this  ore : 

Percent  of  total  gold  saved  by  amalgamation 89.19j{ 

Percent  of  total  gold  saved  in  concentrates 8.60 

Total  saving g0.78)( 

Fire  assay  of  original  ore 0.88  ounce  gold  per  ton. 

Assay  calculated  from  mill  results 1.7S  ounces  gold  per  ton. 

A  third  section  of  the  class  obtained  the  following  final  figures  from  the  third 
lot: 

Percent  of  total  gold  saved  by  amalgamation 88.00j( 

Percent  of  total  gold  saved  in  concentrates 8.91 


Total  savin g 81 .  81  j< 

issav  c         ^_  _  .,       .        _   _ 

Assay  calculated  from  mill  results 1 .60  ounces  gold  per  ton. 


Ing 
rigii 


Fire  assay  of  original  ore 1 .84  ounces  gold  per  ton. 


These  results  well  illustrate  how  difficult  it  is  to  sample  and  assay  ores  car- 
rying very  coarse  grold ;  and  how  much  more  accurate  is  a  mill  test  than  a  fire 
assay.  Compare  the  results  of  mill  tests  (1.66  ounces,  1.72  ounces  and  1.50 
ounces  gold  per  ton)  with  the  corresponding  fire  assays  of  the  original  ore  (1.D7 

*  Though  the  pan  f^  an  excellent  tool  for  recovering  amalgam  and  free  gold,  it  is  not  so  good  for  saving 
concAntratesi;  the  vannlne  shovel  is  much  better  for  that  purpo^.  In  the  above  test  there  was  too  much  ma> 
terfal  to  be  handled  conveniently  on  a  shovel,  but  the  little  jerking  table  shown  In  Figs.  eeaa^^eBSd  is  highly 
efficient  in  such  a  esse. 
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ounces,  0.38  ounce  and  1.84  ounces  gold  per  ton).  Fire  assays  of  ores  with 
coarse  gold  are  more  apt  to  give  low  than  high  results.  In  this  case  two  are 
below  and  one  is  above  the  mill  tests. 

§  894.  Metallurgical  Tests. — Some  ores  of  gold,  silver  or  copper  fail 
to  give  an  economical  result  by  concentration ;  and  in  such  cases  it  may  be  wise 
to  try  lixiviation  or  pan  amalgamation.  Such  methods,  being  in  the  domain 
of  Metallurgy  and  foreign  to  Ore  Dressing,  are  only  briefly  outlined  here.  Ores 
that  are  sufficiently  rich  as  they  come  from  the  mine  will,  of  course,  go  directly 
to  the  smelter. 

Cyaniding  Gold  Ores. — Tests  should  be  made  on  both  raw  and  roasted  ore, 
to  determine  how  much  lime  or  caustic  alkali  is  needed  to  neutralize  any  acid- 
ity; also  to  determine  the  best  size  of  ore,  the  best  strength  of  solution  and  the 
consumption  of  cyanide.  In  small  tests  it  is  better  to  calculate  the  extraction 
from  the  assay  of  the  original  ore  and  of  the  tailings  rather  than  to  attempt  to  re- 
cover the  gold  from  the  solution.  For  full  instructions  as  to  cyanide  tests  the 
reader  is  referred  to  Furman's  ^'Manual  of  Practical  Assaying,^'  fifth  edition 
(1899),  page  401. 

Chlorinating  Oold  Ores. — A  sample  of  the  ore,  crushed  to  30  or  40  mesh, 
is  thoroughly  roasted  in  a  small  reverberatory  or  muffle  furnace,  moistened,  satu- 
rated with  chlorine  gas  in  a  tight  jar  or  tank  and  left  to  the  action  of  the  chlorine 
for  24  hours,  more  or  less.  The  chloride  of  gold  is  then  leached  out  with  water, 
and  the  tailings  assayed  to  determine  by  comparison  with  the  assay  of  the  orig- 
inal ore,  what  percentage  of  gold  has  been  extracted.  Instead  of  using  chlorine 
gas,  the  ore  may  be  agitated  with  water,  sulphuric  acid  and  bleaching  powder 
in  a  strong  bottle  which  can  be  tisfhtly  sealed.  For  details  see  Aaron^s  'Tjeach- 
Ing  Gold  and  Silver  Ores''  (San  Francisco,  1881)  page  86;  also  Furman's  *^Man- 
ual  of  Practical  Assaying,''  fifth  edition,  page  256. 

§  895.  Leaching  Silver  Ores  with  Hyposulphite. — If  a  silver  ore  is 
roasted  with  salt,  (with  the  addition  of  pyrite  if  the  ore  does  not  contain  much 
sulphide)  the  silver  may  be  extracted  by  leaching  with  hyposulphite  of  soda. 
For  details  see  Stetefeldt's  "Lixiviation  of  Silver  Ores"  (second  edition,  1896) 
page  93 ;  or  Daggett's  article  in  the  Am.  Inst.  Min.  Eng.,  Vol.  XVI.,  (1887-88), 
page  368. 

Amalgamation  of  Silver  Ores. — ^After  chloridizing  roasting,  an  ore  may  be' 
treated  with  mercury  in  the  little  pan  (see  §  883),  using  the  muUer  simply  as 
a  mixer,  and,  after  treatment  for  2  hours,  more  or  less,  may  be  panned  to  sep- 
arate the  amalgam  from  the  tailings;  the  whole  of  the  tailings  must  be  saved 
even  to  the  finest  slimes.  The  assay  of  these  tailings  compared  with  the  assay 
of  the  original  raw  ore,  by  suitable  computation,  gives  the  extraction  of  sil- 
ver. The  amalgam  obtained  is  not  as  good  a  valuation  since  some  amalgam  may 
be  left  on  the  muUer  or  some  from  a  previous  run  scraped  off  and  weighed. 

A  raw  ore  of  silver,  without  previous  chloridizing  roasting,  if  it  contains 
silver  as  sulphide,  chloride,  bromide,  or  in  any  other  combination  that  can 
be  decomposed  and  amalgamated  by  heated  water,  mercury,  iron  and  chem- 
icals, may  be  treated  in  the  little  pan,  using  a  preliminary  period  of  4  hours, 
more  or  less,  of  heating  and  grinding  with  the  chemicals,  with  the  muUer  down, 
followed  by  one  hour,  more  or  less,  with  the  muller  up,  of  stirring  the  decom- 
posed ore  with  mercury  to  amalgamate  the  silver.  The  resulting  pulp  can  be 
panned  for  amalgam,  and  the  whole  of  the  tailings  saved  and  extraction  com- 
puted with  the  precaution  spoken  of  above. 

Leaching  Copper  Ores. — Copper  sulphides  and  carbonates  are  not  infrequently 
found  in  which  the  copper  minerals  are  so  intimately  mixed  with  the  ^ngue 
that  a  good  extraction  cannot  be  made  by  mechanical  concentration.  The  car- 
bonates may  be  dissolved  by  sulphuric  acid  if  the  ore  does  not  contain  limestone' 
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or  other  substances  which  will  consume  too  much  acid.  Sulphides  may  be  dead 
roasted  to  convert  them  into  oxides,  and  the  copper  extracted  by  acid ;  or  they 
may  be  so  roasted  as  to  convert  the  copper  into  sulphate  and  the  latter  extracted 
by  water,  followed  by  dilute  acid  if  necessary.  If  salt  is  added  toward  the  end 
of  the  roast  the  copper  may  be  converted  into  chloride,  which  is  then  extracted 
by  water  followed  by  dilute  acid  if  found  necessary.  The  cop-per  is  recovered 
from  solution  by  precipitating  on  scrap  iron;  the  recovery  by  precipitation  by 
electricity  using  lead  anodes  is  one  of  those  processes  that  is  still  on  trial. 

§  896.  Small  Tests  Compared  with  Mill  Work. — ^Let  us  see  to  what 
extent  small  tests  can  answer  questions  asked  by  the  mill  superintendent. 

The  Yield. — The  small  test  can  tell  whether  the  mine  ore  will  yield  much 
or  little  concentrates,  and  whether  they  are  rich  or  poor.  Computation  will, 
from  the  weight  and  assay,  tell  the  dollars  per  ton  that  can  be  extracted. 

Mill  Design, — The  small  tests  enable  one  to  select  the  kind  of  machines  re- 
quired for  the  treatment  and  to  determine  approximately  the  number  of  them ; 
hence  they  are  a  great  help  in  mill  design. 

Errors, — A  small  test  errs,  as  compared  with  mill  work,  in  the  fact  that  it 
is  watched  much  more  carefully  than  a  mill  can  be.  On  the  other  hand  there 
is  a  starting  error  while  the  machines  are  getting  under  way,  and  a  stopping 
error  while  the  machines  are  being  stopped  and  cleaned  up,  both  of  which  tend  to 
lower  the  percentage  of  metal  in  the  heads,  and  therefore  count  to  a  email  ex- 
tent against  the  small  test.  The  mill  hands  are  generally  so  well  trained  that 
the  mill  work  should  compare  very  well  with  small  tests ;  but  if  the  mill  man- 
ager is  forced  to  over-drive  his  machines  or  does  not  have  them  properly  ad- 
justed, the  comparison  will  be  in  favor  of  the  small  test. 

Efficiency  of  the  Process, — The  small  test  will  show  the  percentage  of  the 
metal  extracted,  and  whether  one  process  is  more  efficient  than  another. 

Cost  of  Treatment, — This  depends  upon  cost  of  labor,  power,  supplies,  in- 
terest, etc.;  and  the  small  test  will  help  here  only  in  so  far  as  it  points  out 
the  kind  of  a  mill  that  is  needed.  The  ore  dresser  must  depend  upon  his  ex- 
perience for  the  rest.  Assuming  that  he  is  able  to  estimate  cost,  then  he  is  in 
a  position  to  calculate  whether  or  not  a  mill  can  be  erected  and  run  at  a  profit, 
taking  into  account  the  ore  supply  and  the  depreciation.  He  can  also  figure 
what  size  of  mill  will  yield  the  largest  net  profit  in  the  end. 

REGULAR    mill    TESTING. 

§  897.  Tests  of  the  work  of  the  mill  as  a  whole  are  made  by  determining 
each  day  the  weight  and  value  of  the  ore  coming  to  the  mill,  of  the  concentrates 
saved,  and  of  the  tailings  lost  All  three  of  these  determinations  may  be  made 
separately  or,  in  case  the  first  is  difficult  to  make,  the  last  two  may  be  deter- 
mined and  the  first  is  calculated  from  these  two.  At  Mills  65,  73,  and  74  two 
samples  are  taken  from  every  car  of  concentrates,  holding  900  pounds,  by  a 
15-inch  cheese  scoop  sanrpler.  A  sample  of  final  tailings  is  taken  every  three 
hours.     The  aggregate  samples  are  assayed  each  day. 

The  following  report  by  Pope  Yeatman  on  Mill  i5  will  serve  as  an  example  of 
a  mill  test: 

"The  ore  or  ^wash  dirt*  was  from  the  pump  shaft  and  went  through  no  pre- 
liminary treatment  other  than  the  customary  'culling.'  It  was  a  mixture  of  flint, 
sper,  blende  and  mud,  with  fiint  largely  predominating.  The  blende  occurred 
coarsely  disseminated  in  the  fiint  and  spar  and  none  was  in  the  form  of  'peb- 
ble jack*  or  free  ore.  It  was,  however,  crystalline.  After  crushing,  the  ore 
varied  in  size  between  J  inch  and  impalpable  powder.  Thp  blende  neither  scaled 
nor  slimed  badly,  but  broke  in  pieces  more  or  less  angular.    Between  20  and 
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30%  of  the  material  failed  to  pass  through  openings  of  \  inch  diameter.  This 
coarse  size  was  in  every  case  lower  in  zinc  than  any  of  the  other  sizes,  the  finer 
material  the  richer,  which  is  to  be  expected,  blende  being  far  more  friable  than 
flint." 

"Not  being  finely  disseminated  it  was  possible  to  crush  'coarse'  and  hence 
a  greater  saving  could  be  made  than  had  fine  crushing  been  necessary.  The 
losses  in  slime  treatment  and  fine  jigging  are  much  greater  than  in  the  case 
of  jigging  coarse  sizes." 

"In  taking  samples  great  care  was  taken  to  ensure  fair  averages.  Samples 
of  from  one  to  two  quarts  were  taken  of  all  the  different  materials  every  15 
or  20  minutes.  In  the  case  of  the  tailings  it  was  necessary  to  take  separate 
samples  of  coarse  and  slime  tailings  on  account  of  the  two  materials  discharg- 
ing at  different  points.  It  was  also  necessary  to  assume  a  ratio  between  the 
coarse  and  slime  tailings.  After  experimenting,  by  screening  samples  of  ore 
and  coarse  and  fine  tailings,  and  arriving  at  the  table  sizes,  the  ratio  of  slime 
tailings  to  general  tailings  was  estimated  at  1 :  10,  which  is  liberal/' 

TABLE  399. — ^RESULTS  OF  TESTS  OP  MILL  15. 


1 

8 

8 

4 

6 

Run  of 
Sept  10, 90. 

Run  of 
Nor.  11. 

Run  of 
Not.  19. 

Run  of 
Dee.  10. 

Run  of 
Dee.  90. 

Tons  of  **dlrt "  treated 

61 

68.00 
18.84 
1.78 
11.6 

78 
8.75 
8.06 

10.0 

80.1 

81 

90.46 

18.98 

1.66 

6.74 

81 

9.08 
1.68 
18.1 
87.0 

80.95 

98.75 

11.94 

1.86 

7.60 

84 

1.07 

1.65 

14.7 

86.8 

85.00 

84.10 

11.16 

1.69 

7.00 

84 

9.17 

1.88 

16.8 

88.5 

86.75 

"      le«i  W  moisture 

Perc«»Dt  stne  tai  "  dirt  " 

84.00 
11.44 

**        *»          eoarse  tailings 

1.79 

flow f 

Percent  tailings  In  "dirt" 

4.78 
84 

**      sine  in  sv^neral  tailings.  ..•*••.*  t .....  t .  t 

9.89 

"    filings  per  ton  of  "dirt" 

*'     loss  ner  ton  of  **  dirt  **  treated 

1.85 
16.10 

"     lartaig  per  ton  of  "dirt  "treated 

68.0 

"In  test  No.  1,  the  table  and  overflow  tailings  are  high.  Changes  were  after- 
wards made  with  the  table  which  reduced  the  loss.  In  No.  3  the  value  for  table 
and  overflow  tailings  was  assumed,  the  sample  having  been  lost;  the  value  is 
probably  too  high.  In  tests  4  and  5  the  weights  are  actual  while  in  1^  2,  and 
3  the  weights  are  estimated.'' 

"The  following  are  assays  of  the  different  sizes  of  ore  made  in  two  of  the 
trials." 


Rnnof 
Sept  10, 90 

Run  of 
Deo.  10. 

Run  of 
Sept.  10, 90. 

Rnnof 
Dee.  19. 

ji^  1  

64.48)f  sine 
64.989(     '' 
64.76)C     " 
66.90)(     •* 

\  61.86jf  sine 

68.7V     " 
64.1W     " 

•ft'hitih :;::;:;;} 

64.47]Csine 

69.«V     " 
57.6l3{     •* 
48.07Jt     •* 

(  6B.71)Csine 
1   68.51](     " 

^J:::::::::::::::::; 

•»    8       

69.98)f     ** 

8,hntch 

T^ble  1 

\  U.IH    ** 

"    9 

"In  the  run  of  Sept.  19,  20,  the  following  percentages  for  different  screen- 
ings were  obtained: 


Percent  of 
Total  Welirht. 

Percent 
Zinc. 

Percent  of 
Total  Weierbt 

Percent 
Zinc. 

OrerWIneh 

88.80 
96.88 
98.88 

14.66 
91.94 
90.80 

Throueh  10  mesh  on  90  mesh 
•*       90     "    on40     " 
••       40     "    

7.67 
1.68 
6.70 

10.74 
10.03 
99.76 

"The  results  are  certainly  very  satisfactory.  It  might  still  be  possible  to  re- 
duce the  losses  in  the  slime  treatment  without  increasing  the  cost  of  treatment 
much  or  lowering  the  grade  of  the  finished  product." 
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§  898.  Teste  are  made  in  the  course  of  regular  null  work  to  ascertain  if  the 
machines  are  doing  as  good  work  as  may  reasonably  be  expected  of  them ;  if  they 
can  be  made  to  do  better  work,  and  if  so  how ;  and  finally  if  their  work  is  so  poor 
as  to  suggest  changing  them  for  other  machines. 

Two  methods  at  once  present  themselves :  the  rough  and  ready  vanning  shovel ; 
and  careful  sampling  followed  by  sizing  test  and  assays.  For  the  ordinary 
testing  of  machines  the  vanning  shovel  yields  such  quick  results  that  it  is 
to  be  most  highly  commended.  On  the  other  hand,  at  times  it  fails,  and  it  is 
well  to  know  under  what  circumstances  this  is  true.  On  one  occasion  the  au- 
thor handed  to  one  of  the  best  of  mill  men,  and  most  skilled  in  using  the  van- 
ning shovel^  a  product  the  treatment  of  which  had  been  a  puzzle,  and  asked 
him  to  van  it  and  tell  how  much  native  copper  it  contained.  He  vanned  and 
vanned,  and  finally  said  "none.*'  The  author  then  ground  the  sample  on  a 
bucking  board  and  again  asked  for  the  per  cent,  by  tiie  vanning  shovel.  The 
mill  man  quickly  replied  "12%  or  more.''  The  sample  when  assayed  yielded 
a  fraction  over  12%  and  showing  how  skilled  and  well  practiced  the  mill  man 
was;  and  yet  in  the  first  instance  the  vanning  shovel  broke  down  entirely  in  his 
hand.  In  another  case  a  vanning  shovel  showed  no  separation  when  tried  on 
a  zinc  product  containing  porous  zincite  and  ashes,  but  after  crushing  this  in 
a  mortar  a  good  separation  was  readily  obtained. 

The  taking  of  samples  which  shall  accurately  represent  what  passes  a  given 
point  in  the  mill  in  24  hours,  while  it  actually  is  taken  in  a  number  of  short 
intervals  amounting  to  only  a  few  minutes  altogether,  is  of  the  first  importance 
for  obtaining  data  on  which  comp»utations  can  be  based. 

§  899.  Testing  a  Sizing  Sceben. — ^We  desire  to  know  whether  a  screen 
makes  oversize  free  from  undersize  and  undersize  free  from  oversize;  and  if 
not,  to  what  extent  it  errs.  To  test  it  we  must  take  samples  of  both  prod- 
ucts, dry  them  and  then  make  a  sizing  test  of  each  (see  §  293). 

Testing  a  Classifieb. — A  single  pocket  of  a  classifier  turns  out  a  spigot 
product  and  an  overflow.  If  doing  its  work  properly  no  grains  should  go  out 
of  the  spigot  which  belong  in  the  overflow  and  conversely  none  should  go  off 
in  the  overflow  which  belong  in  the  spigot;  no  classifier  does  perfect  work, 
but  some  are  much  more  nearly  perfect  than  others.  Most  classifiers  have 
four  spigots,  more  or  less,  and  therefore  yield  a  series  of  four  spigot  products, 
more  or  less,  and  an  overflow.  They  are  less  inclined  to  err  by  throwing  too 
coarse  grains  into  later  spigots  than  by  throwing  too  fine  grains  into  earlier 
spigots.  To  test  the  work  of  a  classifier  careful  samples  of  all  its  products  should 
hie  taken  and  tests  made  in  the  one  current  classifier  (see  Pig.  544).  They 
may  each  be  subjected  to  the  single  current  which  the  particular  pocket  should 
have,  and  by  this  they  will  yield  spigot  product  and  overflow  showing  how  far 
they  differ  from  a  very  perfect  tool ;  or  they  may  be  subjected  to  a  series  of  cur- 
rents starting  at  a  small  current  and  goin^  to  larg^er  by  some  definite  multi- 
plier and  then  the  spigot  products  of  all  the  different  currents  weighed  and 
sized  and  photographed  yield  to  computation  and  inspection  a  very  perfect 
statement  of  the  distribution  of  the  minerals.  For  a  similar  statement  in 
regard  to  hindered  settling  see  §  467.  Finally  the  several  products  may  be 
simplv  sized,  inspected  or  assayed,  and  weighed  and  the  results  tabulated  (see 
§  352). 

§  900.  Testing  a  Jig. — TTie  jig  should  yield  tailings  free  from  concentrates, 
and  hutch  or  discharge  concentrates  free  from  gangue.  Practically  neither  of 
these  results  is  obtained.  Jig  tailings  will  contain  included  grains  consisting  of 
part  concentrates  and  part  gangue,  and  mav  have  thin  flat  grains  of  concentrates 
and  also  fine  free  grains  of  concentrates.  The  included  grain  can  be  saved  only  by 
finer  crushing.     The  fine  free  concentrates  may  be  due  to  poor  screening  (for 
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which  the  remedy  is  obvious),  or  they  may  be  due  to  attrition  of  the  mineral 
during  jigging.  Increased  suction  on  tike  jig  will  tend  to  send  these  fines  into  the 
hutch.  If  however  the  included  grains  are  present  in  such  quantity  as  to  require 
recrushing,  then  the  fine  free  mineral  will  take  care  of  itself  and  its  considera- 
tion loses  importance  at  this  point  Very  thin  flat  grains  can  be  saved  only  by 
recrushing. 

Jig  Bed  Inspection. — ^The  usual  mode  of  inspection  of  a  jig  bed  is  to  pick 
up  in  the  hand,  by  a  peculiar  movement,  some  of  the  bottom  layer  or  of  any 
intermediate  layer,  and  so  determine  the  condition  of  the  jigging  operation. 
If  a  horizontal  bit  of  screen,  wired  around  the  edge  to  stiffen  it,  be  provided 
with  a  vertical  wire  handle,  it  may  be  sunk  edgewise  down  to  the  jig  screen. 
If  after  the  jigging  has  recovered  from  the  disturbance  so  made,  a  glass  lamp 
chimney  is  slowly  lowered  on  the  little  screen  and  then  the  screen  and  chim- 
ney are  lifted  together,  a  complete  section  of  jigging  bed,  visible  to  the  eye, 
can  be  obtained  and  the  operator  can  see  if  his  bed  is  deeper  than  he  wished 
or  not  deep  enough,  and  how  much  of  a  middlings  layer  he  has.  On  account 
of  breaking  of  lamp  chimneys,  however,  this  is  more  of  an  occasional  or  show 
test  than  one  for  practical  every  day  mill  work.  The  skilled  jig  man  can  tell 
by  his  skimming  where  all  the  layers  are  with  great  accuracy. 

A  method  and  an  instrument  for  studying  the  action  of  jigs  is  discussed  in 
§  478. 

§  901.  Testing  a  Prub  Vannke. — Catch  a  set  of  samples  across  the  tail- 
ing discharge  and  assay  them  separately.  The  two  edges  will  be  found  richer 
than  the  rest.  Catch  a  sample  of  the  whole  tailings  from  a  launder,  not  from 
the  tail  roll.  This  will  tell  the  true  total  loss  incurred  by  the  vanner.  If 
either  or  both  these  tests  show  too  great  a  loss,  it  may  be  caused  by  too  hard 
driving  or  by  too  thick  a  bed  upon  the  vanner.  The  former  can  be  corrected 
only  by  adding  more  machines;  the  latter  can  be  corrected  at  once,  either  by 
increasing  the  slope  or  by  increasing  the  amount  of  feed  water.  The  rate  of 
travel  w2l  probably  have  to  be  increased  at  the  same  time,  to  prevent  con- 
centrates going  into  the  tailings. 

The  testing  of  ah  Embrey  or  other  end-shake  vanner  is  the  same,  but  it  will 
not  show  as  great  discrepancy  as  the  Frue  between  the  center  and  the  edges 
of  the  belt.  The  Embrey  will  probably  be  found  to  yield  slightly  cleaner  tail- 
ings than  the  Prue,  but  on  the  other  hand  it  puts  more  gangue  into  the  con- 
centrates. 

If  the  whole  tailings  sample  of  either  of  the  above  machines  be  classified  by 
the  beaker  settling  test  (see  §  868)  and  the  fine  stuff  separated  from  the  coarse, 
the  fine  will  generally  assay  richer  than  the  coarse  part,  and  there  is  this  differ- 
ence between  them:  The  fine  part  contains  free  concentrates  capable  of  be- 
ing concentrated  at  once  on  canvas  tables  if  they  are  rich  enough  and  in  quan- 
tity enough  to  pay.  The  coarse  part  on  the  other  hand  contains  a  few  large 
grains  that  have  gone  by  accident  into  the  tailings,  but  its  value  in  assay  comes 
mainly  from  included  and  fiattened  grains  neither  of  which  are  quite  heavy  enough 
to  b^  saved  in  the  heads  and  the  values  of  which  can  be  saved  only  by  extremely 
fine  crushing.  The  above  test  is  important  and  may  lead  to  a  material  addi- 
tion to  the  saving  made  by  the  mill.  A  complete  sizing  test  with  assays  com- 
puted in  tabular  form  is  also  a  very  instructive  test  to  make  (see  §  489). 

§  902.  Testing  a  Wilflbt  or  Other  Jerking  Table. — It  is  quite  as 
important  here  as  with  a  vanner  to  subject  a  sample  of  tailings  to  the  beaker  set- 
tling test  (see  §  868).  With  an  ore  that  produces  rich  concentrates,  the  fin- 
est material  that  goes  into  the  tailings  of  a  Wilfley  table  is  very  likely  to  have 
a  high  assay;  and,  if  the  quantity  is  sufficient,  an  attempt  should  be  made  to  save 
it.     In  the  case  of  Wilfley  tables  which  have  been  added  to  Mill  27,  the  muddy 
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water  which  runs  directly  from  the  feed  into  the  tailings  is  treated  on  canvas 
tables.  The  value  recovered  on  the  latter  pays  the  whole  cost  of  running  the 
mill.  In  Mill  49  the  muddy  water  from  the  Hallett  tables  goes  to  a  box  clas- 
sifier, which  has  two  spigots  feeding  two  specially  adjusted  Hallett  tables. 

§  903.  Testing  Slime  Tables. — To  find  out  and  locate  the  losses  from 
a  slime  table,  samples  should  be  taken  every  foot  or  two  around  the  circumfer- 
ence, beginning  just  beyond  the  heads  blow  off  jet,  and  assayed.  A  little  sam- 
pling trough  (see  Fig.  560)  curved  to  fit  the  edge  of 
the  table,  and  provided  with  handles,  is  very  conven- 
ient for  this  purpose.  The  first  tailings  sample  is 
apt  to  be  rich  on  account  of  a  small  quantity  of  con- 
centrates which  failed  to  be  washed  off.  With  proper 
care,  however,  this  loss  should  be  very  small.  The 
next  two  or  three  samples  are  likely  to  have  the  lowest 
assays  of  all,  but  beyond  this  the  values  will  gradually 
increase,  due  mainly  to  the  presence  of  included 
grains.  The  loss  of  these  can  be  prevented  only  by 
finer  crushing,  which  in  most  cases  would  not  pay. 
Any  concentrates  that  are  too  fine  or  too  flat  to  settle 
will  float  off  into  the  tailings  all  round  the  feed  side 
of  the  table.  If  there  is  a  serious  loss  in  this  way  this 
material  may  be  separated  by  finer  classification  than 
is  commonly  used  and  the  values  saved  by  canvas 
tables.  The  tailings  samples  near  the  middling-discharge  contain  a  few  of  the 
largest  particles  of  concentrates ;  and  the  values  in  the  middlings  are  chiefly  of  this 
sort.  The  middlings  assay  will  be  considerably  higher  than  the  last  tailings 
sample ;  and  the  concentrates  will  be  practically  clean  mineral.  Table  400  gives 
a  test  of  a  circular  convex  table  treating  a  copper  ore.  The  second  column  snows 
weights  for  24  hours  computed  from  the  weights  of  the  samples. 

TABLE  400. — TEST  OP  PH0DUCT8  FBOM  A  CIRCULAR  CONVEX  SLIME  TABLE. 


c 

p          c 

p 

Elevation 

5 

Flan 

w 

FIO.  560. — ^HAND  SAMPLER 
FOE  SLIME  TABLES. 


Sample 
No. 

Founds  Id 
94  Hoots. 

Assay. 
Copper. 

Weight 

Ferceat 

of  the 

Total  Copper. 

T^IInffH 

1 
t 
8 
4 
6 
6 
7 
8 
9 
10 

u 

18 
14 
16 
16 

860 
608 

m 

1,217 

1,944 

8,606 

8,061 

2,690 

1.375 

1.879 

1,541 

086 

886 

8S6 

808 

1,508 

0.68 
0.47 
0.68 
0.44 
0.47 
0.60 
0.64 
0.70 
0.60 
0.61 
068 
0.09 
1.14 
1.16 
9.48 
17.88 

9.068 
8w2B8 
6.064 
5.866 

9.m 

18.030 
19.808 
17.640 
8.260 
11.419 
9.798 
&611 
10.100 
10.278 
28.146 
200.680 

0.49 

0.76 

M 

1.19 

•  1 

1.26 

tl 

2.16 

*t 

8.07 

»t 

4.56 

»» 

4.16 

•« 

1.94 

•t 

2.60 

•• 

2.S8 

4* 

2.08 

•  t 

2.88 

tt 

2.42 

MIddUnn 

5.21 

Heads 

68.48 

Total 

485.006 

100.01 

§  904.  Testing  Other  Machines. — Tlie  key  for  the  solution  of  most  ore 
dressing  problems  will  .be  found  in  the  close  sizing  test  or  in  the  sorting  test 
in  a  hydraulic  classifier  or  beaker,  followed  in  either  case  by  the  weighing  and 
assaying  of  the  diflFerent  products  and  tabulating  the  results.  Having  this  in- 
formation the  ore  dresser  must  depend  on  his  own  wits  to  improve  his  process. 
To  aid  him  in  making  comparative  tests  of  two  machines  the  conditions  should 
be  made  exactly  alike  for  both  and  no  favor  should  be  shown  to  either.  To 
aid  the  ore  dresser,  as  suggestions  in  making  improvements,  the  author  has 
placed  in  Chapter  XX.  the  outlines  of  nearly  one  hundred  mills,  showing  the 
methods  which  others  have  employed  in  overcoming  their  difficultiee. 
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and  costs. 

147.  Ibid.,  Vol.  XXXI.,  (1872),  pp.  73,  101,  117,  136.     Vol.  XXXII.,  (1873),  p.  126.     C. 

Bl5meke.     Details  of  some  of  the  apparatus  in  several  German  mills. 

148.  Ibid.,  Vol.  XXXI.,    (1872),  pp.  145,  169,  239.     Vol.  XXXII.,    (1873),  pp.  112,  156, 

165.  M.  G.  Clerc.  General  theory  of  separation  with  especial  reference  to  the 
different  methods  of  jigging. 

149.  Ibid.,  Vol.  XXXI.,   (1872),  pp.  357,  373.  408,  421,  436,  445.     E.  Heberle.     Full  de- 

scription of  new  ore  dressing  works  at  Falun,  Sweden,  giving  also  the  labor 
required  and  results  obtained. 

150.  Ibid.,  Vol.  XXXIII.,   (1874),  pp.  399,  409.     C.  BlSmeke.     Description  of  new  plant 

for  concentrating  lead  and  zinc  ores  at  the  Perm  mine  in  Westphalia. 

151.  Ibid.,  Vol.  XXXIV.,   (1875),  p.  365.     C.  BlOmeke.     Description  of  a  proposed  plant 

for  concentrating  zinc  and  lead  ores  using  a  flat  site. 

152.  Ibid.,  Vol.  XXXVfl.,    (1878),  p.  217.     O.  Lattes.     A  very  brief  description  of  the 

ore  dressing  works  at  Przibram,  Bohemia,  giving  the  capacity,  power,  cost,  and 
analyses  of  products. 

153.  Ibid.,  Vol.  XLI.,   (1882),  pp.  29,  37,  49.     C.  BlSmeke.     Description  of  ore  dressing 

works  at  Clausthal  ana  results  obtained. 

154.  Ibid.,  p.   141.     C.  BlSmeke.     Description  of  ore  dressing  works  at  Laurenburg  in 

Prussia. 

155.  Ibid.,  p.  217.     C.  BlSmeke.     Description  of  ore  dressing  works  at  Lintorf. 

156.  Ibid.,  pp.  289,  336,  345.    C.  BlSmeke.    Description  of  ore  dressing  plant  at  Bad-Ems 

in  Prussia. 

157.  Ibid.,  Vol.  XLIV.,  (1885),  p.  4.     E.  Koch.    Description  of  the  Gottesgabe  and  Ham- 

merwftsche  mills  in  Westphalia,  with  capacities. 

158.  Ibid.,  pp.   137,  145,  157.     C.  B15meke.     Discussion  of  the  treatment  of  slimes  and 

results  obtained  at  the  Himmelftirst-Fund  mine  at  Przibram. 

159.  Ibid.,  p.  503.    C.  B15meke.     Description  of  ore  dressing  plant  at  Beuthen  in  upper 

Silesia,  and  results  obtained. 

160.  Ibid.,  Vol.  XLVIII.,    (1889),  p.  77.     C.  Wagemann.     Description  of  conceiitration 

plant  for  tin  ore  at  Ploermel,  France. 

161.  Ibid.,  Vol.  XIIX.,    (1890),  p.  269.     Th.  Andrte.     Short  note  on  the  dressing  of 

graphite  in  Austria  and  Bavaria. 

162.  Ibid.,  p.  423.     H.  Wedding.     Description  of  a  dry  concentrating  mill  for  Thomas 

slag. 

163.  Ibid.,  Vol.  L.,   (1891),  p.  229.     C.  BlSmeke.     Description  of  the  Himmelfahrt  ore 

dressing  plant  at  Freiberg,  Saxony. 

164.  Ibid.,  Vol.  LIIL,   (1894),  pp.  142,  167.     C.  BlSmeke.     Description  of  the  DOmberg 

and  Aurora  concentrating  plant  at  Ramsbeck  in  Westphalia  with  results  obtained. 

165.  Ibid.,  Vol.  LrV.,    (1895),  p.  373.     R.  Rosenlecher.     Description  of  the  method  of 

dressing  quicksilver  ores  in  Tuscany  by  use  of  trommel,  hand  jig,  hand  picking 
and  tie. 

166.  Ibid.,  Vol.  LVT.,   (1897),  p.  366.     B.  Knochenhauer.     Figures  on  costs,  losses  aiid' 

labor  required  in  California  gold  mills. 
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167.  Bull,  Boo.  Ind.  Min.,  Series  II.,  Vol.  XIV.,  (1885),  p.  899.    Mr.  Simonnet  and  Mr. 

Chaumeis.    General  description  of  the  American  gold  stamp  milling  system  with 
results. 

168.  /&id..  Series  III.,  Vol.  IV.,   (1890),  p.  916.     Mr.  Gayet     Description  of  treatment 

of  argentiferous  galena  ores  at  the  mill  at  Villefort,  Lozere,  France. 

169.  Ibid,,  Vol.  VII.,    (1893),  pp.  465-485.     G.  Gromier.     Description  of  the  process  of 

treating  spathic  iron  ore  at  Allevard,  France,  by  roasting,  jigging  and  magnetic 
treatment. 

170.  Ibid.,  Vol.  VIII.,   (1894),  p.  627.     Ch.  Mouchet.     Description  of  the  Vaucron,  Var, 

France,  mill  for  galena  blende  ores  with  results  obtained. 

171.  Cal,  Bull.,  (1895),  Mo.  6.    £.  B.  Preston.    A  few  notes  on  the  construction  and  run- 

ning of  mills;  outline  of  several  California  gold  stamp  mills  and  specifications 
for  a  40-8tamp  gold  mill;  the  testing  of  a  gold  mill. 

172.  Ibid.,  (1900),  No.  18.     W.  U.  Storms.    Brief  description  of  several  California  gold 

mills. 

173.  Cal.  Rep.,  Vol.  VIII.,  (1888),  p.  696.    J.  H.  Hammond.    CosU  of  gold  stamp  mill- 

ing and  specifications  for  a  40-stamp  gold  mill. 
Many  figures  on  cost  of  gold  stamp  milling  will  be  found  scattered  through  the  different 
volumes  of  the  Cal.  Rep. 

174.  Can.  Min.  Inst.,  Vol.  I.,  Part  I.,  (1896),  p.  21.     F.  Hille.    Discussion  of  the  losses 

in  gold  stamp  mills  and  description  of  a  proposed  plant  for  decreasing  the  losses. 

175.  Ibid.,  Vol.  II.,   (1897),  p.  273.     H.  N.  Thompson.     Description  of  the  dressing  of 

asbestos  at  Thetford^  Quebec. 

176.  Ibid.,  Vol.  II.,  Part  I.,  (1899),  p.  28.    A.  C.  McCallum.    Discussion  of  rolls,  crushers 

and  mortars  from  the  point  of  view  of  the  designer. 

177.  Ibid.,  Vol.  III.,   (1900),  p.  37.    J.  £.  Hardman.     Method  of  keeping  accounts  and 

reckoning  costs,  with  various  forms  for  illustration. 

178.  Ibid.,  p.    102.     F.  T.  Snyder.     Discussion  of  original  cost  and  resultant  returns 

taking  vanners  as  a  specific  case.     Description  of  a  modified  micrometer  gauge 
for  measuring  ore  grains. 

179.  Ibid.,  Vol.  IV.,   (1901),  p.  254.     W.  M.  Edwards.     Description  of  the  Helena  and 

Frisco  mill  in  Idaho. 

180.  Can.  Min.  Rev.,  Vol.  XIV.,   (1895),  p.  169.     F.  Hille.     Discussion  of  the  losses  in 

concentrating  zinc  lead  sulphides. 

181.  Ibid.,  p.  182.    Same  as  Am.  Inat.  Min.  Eng.,  Vol.  XXV.,  p.  130. 

182.  Ibid.,  Vol.  XV.,   (1896),  p.  37.     No  author.     Short  description  of  the  Lake  Harold 

gold  stamp  mill  in  the  Rainy  Kiver  district,  Ontario. 

183.  Ibid.,  Vol.  XVI.,  (1897),  p.  126.    H.  N.  Thompson.     Same  as  Can.  Min.  Inst.,  VoL 

II.,  (1897),  p.  273. 

184.  Ibid.,  Vol.  XVII.,  (1898),  p.  270.    H.  A.  Guess.    Comparison  of  the  results  obtained 

by  a  laboratory  amalgamator  with  those  obtained  in  actual  milling,  showing  a 
close  agreement  between  the  two. 

185.  Ibid.,  Vol.  XX.,   ( 1901 ) ,  p.  176.     J.  B.  Jaquet.     Hydraulicking  with  a  centrifugal 

pump  in  New  South  Wales. 

186.  Cassier'a  Mag.,  Vol.   XIV.,    (1898),  p.   391.     T.   H.   Leggett.     Description  of   the 

process  of  diamond  washing  in  South  Africa. 

187.  Charcoal  Iron  Workers,  Vol.  IV.,   (1883),  p.  324.     C.  G.  Buchanan.     Description  of 

a  magnetic  concentration  plant. 

188.  Chem.  d  Met.  Boo.  B.  Africa,  Jour.,  Vol.  I.,  April,    (1898).  p.  43.     J.  A.  Wilkes. 

Discussion  of  a  gold  stamp  miP  for  testing  with  precautions  to  be  observed  in 
its  use. 

189.  Ibid.,  p.  52.    No  author.    Effect  of  lime  and  caustic  soda  in  settling  slimes. 

190.  Ibid.,  July,   (1898),  p.  96.    W.  A.  Caldecott.    J.  T.  Carrick.    Aug.,  p.  115.     W.  A. 

Caldecott.     Percentage  of  lime  used  for  settling  slimes  in  South  Africa. 

191.  Ibid.,  Sept.,  p.  131.    A.  Prister.    Discussion  of  slime  settling  with  influence  of  addi- 

tion of  hydrochloric  acid,  and  salts,  and  the  effect  of  pressure,  etc. 

192.  Chem.  Boc.  Trans..  London,  Vol.  LXL,   (1892),  p.  160.    H.  Pictou  and  S.  E.  linder. 

Experiments  and  results  obtained  by  immersing  electrodes  connected  with  a  stor- 
age battery  in  diffusible  arsenic  sulphide  solution. 

193.  Ibid.,  Vol.  LXVII.,    (1895),  p.  63.     S.  E.  Linder  and  H.  Pictou.     Discussion  and 

table  of  coagulative  powers  of  metallic  salts  on  arsenious  sulphide  and  other 
solutions. 

194.  Clay  Worker,  Vol.  XXV..  (1896),  p.  145.     F.  Lehman.     Description  of  the  washings; 

of  clays  at  Chicago.    Outline  of  slumming  plant  with  cost  of  installation. 

195.  Coll.  Eng.,  Vol.   XVII..    (1896),   p.  62.     H.  K.   Landis.     Description   of  mills  for 

dressing  zinc  ores  at  Friedensville.  Pennsylvania,  with  results  obtained. 
106.  I-bid.^  p.  249.     J.  V.   Schaefer.     Description   of  Alexandria  Coal   Company's  plant 
for  washing  coal  before  coking,  at  Greensburg,  Pennsylvania. 
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197.  Ibid.,  p.  309.     H.  K.  Landis.     Description  of  blende  mills  in  Southwest  Missouri 

and  results  obtained. 

198.  /bid.,  p.  346.     H.  Van  F.  Furman.     Description  of  the  testing  for  losses  in  gold 

amalgamation. 

199.  /bid.,  p.  356.    £pitome  of  Am.  InsU  Min.  Eng.,  Vol.  XXV.,  p.  906. 

200.  Ibid.,  Vol.  XVIIL,  (1897),  p.  26.    H.  Van  F.  Furman.    Outline  of  the  Morning  mill 

at  Mullan,  Idaho,  and  of  the  Hecla  Mill  at  Glendale,  Montana. 

201.  Coll,  Quard.,  Vol.  LXII.,   (1891),  pp.  703,  749,  796.     W.  J.  May.     Discussion  of  the 

results  obtained  in  concentrating  iron  ores  by  various  processes. 

202.  Jhid,,  Vol.  LXVIII.,  (1894),  p.  111.    Abstract  of  Inst,  Civ,  Eng.,  Vol.  CXVl.,  p.  331. 

203.  Ibid.,  p.  670.     Abstract  of  Am,  Inst,  Min,  Eng,,  Vol.  XXIV.,  p.  486. 

204.  Ibid,,  Vol.  LXX.,    (1895),  p.  749.     H.  C.  Cutter.     Description  of  testing  plant  at 

the  University  of  Minnesota,  U.  8.  A. 

205.  Ibid,,  Vol.  LXXIV.,   (1897),  p.  885.     No  author.     Description  of  the  magnetic  con- 

centration mill  at  Edison,  New  Jersey. 

206.  Ibid,,  p.   1114.     B.  H.   Brough.     Description  of  magnetic  concentration   plants  in 

Sweden. 

207.  Col,  8ci,  8oc.,  Vol.  V.,    (1894),  p.  102.     E.  B.  Kirby.     Figures  on  the  weight  of 

various   ores   in  place   and   after   crushing. 

208.  Ibid.,  Vol.  VI.,  (1897),  p.  66.    U.  A.  Vezin.    Advocating  the  use  of  an  intermediary 

jig  in  mills. 

209.  Compies  Rendus  8oo,  Ind,  Min.,  (1895),  p.  11.    No  author.    An  outline  of  a  plant 

for  concentrating  zinc  lead  ores  at  Saint-Laurent-le-Minier,  Gard,  France,  with 
figures  in  regard  to  dimensions  and  amount  treated. 

210.  Dingler'a  Polyt,  Jour,,  Vol.  CCLXXVIII.,    (1890),  p.  405.     No  author.     Short  de- 

scription of  the  ore-dressing  plant  at  Freiberg,  Saxony,  with  figures  on  power. 

211.  Electrical  Rtview,,  Vol.  XXXI.,    (1897),  p.  203.     S.  H.  Goddard.     Description  of 

Edison's  magnetic  concentration  plant  in  New  Jersey. 

212.  Engineering,  Vol.  XXXII.,   (1881),  p.  329.     No  author.     Full  description  of  the  ore 

dressing  works  at  Lintorf,  Prussia.  Illustrated,  showing  general  arrangement 
and  giving  figures  on  capacity,  power  and  dimensions. 

213.  Ibid.,  Vol.  LVL,   (1893),  p.  004.     No  author.     Short  note  on  Orion  gold  stamp  mill 

near  Johannesburg,  South  Africa,  giving  capacity.  Illustrated,  snowing  general 
arrangement. 

214.  Ibid.,  Vol.  LVIII.,   (1894),  pp.  262,  294.     No  author.     Full  description  of  the  mill 

for  dressing  zinc  ore  at  Monteponi,  Sardinia.'  Illustrated,  showing  general  ar- 
rangement and  also  details  of  the  washing  apparatus.  Figures  on  amount 
treated,  products  obtained  and  costs. 

215.  Ibid,,  Vol.  LIX.,   (1895),  p.  405.     No  author.     Short  description  of  new  method  of 

diamond  washing  in  South  Africa.     Illustrated,  showing  general  arrangement. 
210.  Ibid.,  Vol.  LX.,   (1895),  p.  633.     No  author.     Description  of  the  phosphate  dressing 
plant  near  Mons,  Belgium.     Fully  illustrated,  showing  general  arrangement  and 
details  of  machinery. 

217.  Ibid,,  Vol.  LXIV.,  (1897),  p.  579.    No  author.     Short  description  of  magnetic  con- 

centration at  Edison,  New  Jersey.     Illustrated. 

218.  Ibid,,  Vol.  LXVII.,   (1899),  pp.  503,  535,  642,  840.     Vol.  LXVIII.,   (1899),  pp.  34, 

192.    G.  C.  Lonfirridge.    A  very  complete  article  on  gold  dredging  in  rivers. 

219.  Eng,  Mag.,  Vol.  XL,   (1896),  p.  461.     H.  M.  Chance.     Some  of  the  recent  improve- 

ments in  gold  milling  and  discussion  of  the  most  profitable  percentage  of  extrac- 
tion. 

220.  Ibid,,  Vol.  XVIIL,  (1900),  p.  697.    W.  H.  Cutten.    Gold  dredging  in  New  Zealand, 

with  description  of  the  Earnschleugh  No.  2  dredge  and  results  obtained. 

221.  Ibid,,  Vol.  XIX.,   (1900),  p.  823.     Thomas  Tonge.     A  short  note  on  mills  for  con- 

centrating zinc  ores  from  the  dumps  at  Lead vi lie,  Colorado. 

222.  Ibid,,  Vol.  XX.,   (1901),  p.  685.     A.  G.  Charleton.     An  article  discussing  accounts 

and    reports    and    giving   various    forms. 

223.  Eng.  d  Min.  Jour,,  Vol.  XXV..  (1878),  p.  46.    No  author.    Short  note  on  the  Ontario 

silver  mill  using  stamps  and  amalgamating  pans,  at  Park  City,  Utah. 

224.  Ibid,,  pp.  113,  160.  168.  186,  204.  222.    Same  as  Am.  Inst.  Min.  Eng.,  Vol.  VI.,  p.  470. 
226.  Ibid.,  Vol.  XXXIL,   (1881),  p.  251.     F.  A.  Lowe.     Stamp  mill  for  treatment  of  low 

grade  silver  ores  at  Silver  Islet  Mill,  Lake  Superior,  with  costs  and  loss  in  the 
tailings. 

226.  Ibid.,  Vol.  XXXIIL,  (1882),  p.  37.     Same  as  Am,  Inst,  Min.  Eng.,  Vol.  IX.,  p.  646. 

227.  Ibid,,  Vol  XXXIV,    (1882),  p.  306.     No  author.     Short  description  and  outline  of 

the  concentration  works  of  the  Hecla  Consolidated  Mining  Company  at  Glendale, 
Montana,  with  figures  on  capacity  of  mill.     Illustrated. 

228.  Ibid,,  Vol.  XXXV.,  (1883).  p.  346.    No  author.    Description  of  a  blende  concentrat- 

ing plant  at  Galena,  Kansas. 
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229.  Ihid.,  Vol.  XLIII.,  (1887),  pp.  274,  292.    John  A.  Church.    Description  of  a  stomp 

and   concentration   mill    for   fine   toilings   at   Tombstone,   Arizona.      Figures   on 
amount  treated,  concentrates  saved  and  costs. 

230.  Ih%d,y  Vol.  XL  v.,  (1888),  p.  397.    No  author.    i>e8cription  of  the  Carlisle  gold  stomp 

mill  in  New  Mexico. 

231.  Ihid.,  p.  416.    Same  as  Am.  Insi.  Min.  Eng,,  Vol.  XVI.,  p.  609. 

232.  Ibid,,  Vol.  XLVi.,  (1888),  p.  392.    No  author.    Description  of  a  concentrating  mill 

for  silver  ores. 

233.  Ibid,,   Vol.   XLVII.,    (1889),   p.   324.     F.   de  Stowlinski.     Description  of   the   San 

Antonio  de  Yguana  concentrating  mill,  Mexico. 

234.  Ibid.,  pp.  566,  589.    Same  as  Am.  Inst.  Min.  Eng.,  Vol.  XVII.,  p.  659. 

235.  Ibid.,  Vol.  XLVIII.,  (1889),  p.  118.    C.  H.  Aaron.    Discussion  of  the  losses  in  gold 

milling. 

236.  Ibid.,  Vol.  L.,  (1890),  p.  628.    Abstract  of  Am.  In»t.  Min.  Eng.,  Vol.  XIX.,  p.  62. 

237.  Ibid.,  Vol.  LII.,  (1891),  p.  498.    Cost  of  milling  at  the  Atlantic  native  copper  mill, 

Lake  Superior. 

238.  Ibid.,  p.  502.    W.  H.  Hoffman.    Description  of  magnetic  concentration  at  the  Croton 

magnetic  iron  mines,  Brewster,  New  York. 

239.  Ibid.,  p.  566.    £.  Ludlow.    Form  of  report  used  by  the  Choctow  Coal  and  Railway 

Company. 

240.  Ibid.,  p.  588.     A.  Sahlin.     Short  description  of  a  magnetic  concentration  plant  at 

Weldon,  New  Jersey. 

241.  Ibid.,  Vol.  LIII.,  (1892),  p.  233.    Similar  to  Berg.  u.  Hiitt,  Zeit.,  Vol.  L.,  p.  229. 

242.  Ibid.,  p.  349.    W.  de  L.  Benedict.    Washing  South  Carolina  land  phosphate  by  means 

of  a  log  washer. 

243.  Ibid.,  p.  616.    A.  Sahlin.    Discussion  of  the  value  of  magnetic  concentrates. 

244.  Ibid.,  p.  665.    J.  W.  Meier.    Notes  on  the  ore  dressing  works  at  Przibram,  Bohemia. 

245.  Ibid.,  p.  667.    O.  F.  Pfordte.    Description  of  the  concentration  plant  at  C^asapalca, 

Peru. 

246.  Ibid.,  Vol.  LIV.,   (1892),  pp.  5,  28,  52.     J.  W.  Meier.     Notes  on  the  ore  dressing 

works  at  Przibram. 

247.  Ibid.,  p.  102.     No  author.    Description  of  concentrating  plant  at  Harney  Peak  tin 

mines,  South  Dakoto. 

248.  Ibid.,  pp.  198,  222,  245.    T.  A.  Rickard.     Description  of  gold  stomp  mills  in  Gilpin 

County,   Colorado.     Discussion   of   the   system   used,   costo,   losses,   and    results 
obtoined. 

249.  Ibid.,  pp.  534,  558.    T.  A.  Rickard.    Description  of  gold  stomp  mills  at  Thames  in 

New  Zealand,  giving  losses  and  resulto  obtoined. 

250.  Ibid.,  Vol.  LV.,   (1893),  p.  77.     W.  M.  Brewer.     Brief  outline  of  log  washer  plant 

for  iron  ore  in  Alabama. 

251.  Ibid.,  pp.  78,  101.    T.  A.  Rickard.    Description  of  gold  stomp  mills  at  Clunes,  Vic- 

toria, with  losses  and  resulto  obtoined. 

252.  Ibid.,  pp.  222,  247.    T.  A.  Rickard.    Description  of  gold  stomp  mills  at  Otago,  New 

Zealand,  with  resulto  obtoined. 

253.  Ibid.,  p.  295.    J.  Hicks.    Discussion  of  the  losses  in  dressing  tin  ores  in  Cornwall. 

254.  Ibid.,  pp.  389,  416.     T.  A.  Rickard.     Description  of  gold  stomp  mills  at  Ballarat, 

Victoria,  with  results  obtoined. 

255.  Ibid.,  pp.  534,  560.     T.  A.  Rickard.     Description  of  gold  stomp  mills  in  the  Ovens 

district,  Victoria,  with  results  obtoined. 

256.  Ibid.,  Vol.  LVI.,    (1803).  p.  544.     E.  C.  Moxham.     Short  description  of  the  con- 

centration plant  of  the  Bertha  Zinc  Company  in  Virjrinia. 

267.  Ibid.,  pp.  639,  663.  T.  A.  Rickard.  Description  of  gold  stomp  mills  in  Amador 
County,  California,  with   losses  and   resulto  obtoined. 

258.  Ibid.,  pp.  101,  128.  T.  A.  Rickard.  Discussion  of  the  various  processes  of  gold  mill- 
ing used  in  different  districts  in  Australia,  with  the  losses  and  resulto  obtoined. 

250.  Ibid.,  Vol.  LVII.,  (1894),  p.  127.  S.  1.  Hallet.  Full  description  of  Hallet's  hand 
testing  jig.     Drawing  given. 

260.  Ibid.,  pp.  174,  198.     T.  A.  Rickard.     Description  of  gold  stomp  mills  at  Bendigo, 

Australia,  with  losses  and  resulto  obtoined. 

261.  Ibid.,  p.  223.     Abstract  of  Am.  Inst.  Min.  Eng.,  Vol.  XXIV..  p.  34. 
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APPENDIX. 


TABLES  AND  OTHER  USEFUL  INFORMATION. 

BQUITALBNT8    OF    WUOHTB    AND    BiflASUBBS.*.  .  .  , 

Length, 

1  mile  =  6,280  feet,  =  1609.81  meters. 

1  foot  =  12  inches,  =  0.80470  meter. 

I  Inch  =  25.3006  millimeters. 

1  kilometer  =  1000  meters.  =  0.62138  mile. 

1  meter  =  100  centimeters,  =  3.280800  feet.  =  89.870700  Inchea    . 

1  centimeter  =  10  millimeters,  =  0.898708  inch 

1  millimeter  =  0.089871  inch. 


Volutne. 

1  cubic  yard  =  27  cubic  feet,  =  0.76461  cubic  meter,  =  201.97  nllons. 

1  cubic  foot  =s  1728  cubic  inches,  =  0.028816  cubic  meter.  =  7.4806  gallons,  -  28.8158  liten, 

=  29.922  quarts. 
1  cubic  Inch  =  0.017816  quart,  =16.886  cubic  centimeters. 

1  gallon  =  4  quarts,  =  0.18868  cubic  foot,  =  281.0000  cubic  Inches,  =  8.7862  liters. 
1  quart  =  2  plnU,  =  67.7500  cubic  Inches.  =  0.94680  liter,  =  946.80  cubic  centimeters. 
1  cubic  meter  =  1000  liters,  =  1.8080  <!ublc  yards,  =  85.817  cubic  feet,  cs  264.19  gallons. 
1  liter  or  1  cubic  decimeter  =  1000  cubic  centimeters,  =  0.086817  cubic  foot,  =  61.027  cubic  inehsi, 

=  0.26410  gallon,  =  1.0667  quarts. 
1  cubic  centimeter  =  0.061027  cubic  inch. 

We4ffht. 

1  ton  =  2000  pounds  ardp.,  =  907.19  Kilos.     This  Is  the  ton  used  throughout  this  book  unleOT 

otherwise  specified. 
1  long  ton  =  2240  pounds  STdp.,  =  1016.05  kilos. 

1  pound  aToirdupols  =  16  ounces  ardp.,  =  0.45859  kilo,  ^  7000  grains,  =  1.2158  pounds  troy. 
1  pound  troy  =  5760  grains.  =  0.82286  pound  STdp.,  =  12  ounces  troy,  =  0.87824  kilo. 
1  ounce  STolrdupols  =  487.50  grains,  =  28.8496  grams,  =  0.91146  ounce  troy. 
1  ounce  troy  =  4^0  grains.  =  20  pennyweights,  =  31.1086  grams,  =  1.0971  ounces  aTdp.    The  troy 

ounc«  and  pound  are  used  only  for  gold  and  sliTer  and  other  precious  metals. 
1  grain  =  64.799  milligrams. 

1  metric  ton  =  1000  klToe.  =  2204.62  pounds  ardp.,  =  1.1028  tons,  s  0.98421  long  tons. 
1  kilo  or  kilogram  =  1000  grams,  =  2.2046  pounds  STdp. 

1  gram  =  0.035274  ounce  aydp.,  =  0.082151  ounce  troy,  =  15.48286  grains,  =  1000  milligrams. 
1  milligram  =  0015432  grain.  ^ 

Water. 

Nora. — ^These  figures  are  all  for  water  at  Its  maximum  density,  that  is,  at  a  temperature  of 
89.2*  Fahrenheit. 

1  cubic  foot  of  water  =  62.425  pounds,  =  28.3158  kilos. 
I  cubic  Inch  of  water  =  0.036125  pound.  =  252.88  nalns,  =  16.386  grams. 
1  ton  of  watet  =  82.038  cubic  feet,  =  239.665  gallons. 

1  pound  of  water  =  0.016019  cubic  foot,  =  0.47088  quart,  =  27.681  cubic  Inches,  =  0.45869  liter 
1  gallon  of  water  =  a8448  pounds. 
1  cubic  meter  of  water  =  2204.6  pounds. 

1  kilo  of  water  or  1  liter  =  2.2046  pounds,  =  0.085317  cubic  foot.  =  61.027  cubic  inches,  =  1.0567 
quarts.  * 

•Taken  from  C.  Bering.    Table  of  Bqnlyalents  of  Units  of  Measurement. 
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1  cubic  centimeter  of  water  =  1  gram,  =  15.432  grains. 

Sea  water  averages  1.028  times  as  heavy  as  pure  water  and  It  contains  about  8.44%  of  solids 
(of  which  2.5  %  is  sodium  chloride). 

The  water  of  Great  Salt  Lake,  Utah,  is  1.170  times  as  heavy  as  pure  water  and  contains  22.42% 
of  solids. 

Dead  Sea  water  is  1.172  times  as  heavy  as  pure  wat'^r. 

Power. 

1  horse  power  =  88000  foot  pounds  per  minute,  =  4562.38  kilogram-meters  per  minute,  =  0.745941 

kilowatt,  =  1.01385  metric  horse  power. 
1  metric  horse  power  =  32549.0  foot  pounds  per  minute,  =  4600  kilogram-meters  per  minute,  = 

0.735750  kilowatt.  =  0.08({34  horse  power. 

Pretiurt. 

1  atmosphere  -  760  millimeter.,  or  29.922  inches  of  mercury  column,  =  10.838  meters  or  88.901 
feet  of  water  column,  =  14.696  pounds  per  square  inch,  =  1.0883  kilos  per  sqaare 
centimeter. 

1  pound  per  square  inch,  =  0.070810  kilo  per  square  centimeter. 

1  kilo  per  square  centimeter  =  14.228  pounds  per  square  inch. 

TABLB  401. ^ATOMIC   WBIOHTS.* 


AluB&lnum    A]  27.1 

Antimony    Sb  120.2 

Argon     A  89.9 

Arsenic    A»  75.0 

Barium    Ba  187.4 

Bismuth     Bi  208.5 

Boron    B  11    ^ 

Bromine    Br  79.96 

Cadmium    Cd  112.4 

Cesium    Cs  188 

Calcium    Ca  40.1 

Carbon     C  12.00 

Cerium     Ce  140 

Chlorine    CI  85.45 

Chromium    Cr  52.1 

Cobalt    Co  59.0 

Columbium 

(Niobium)    Cb  94 

Copper    Cu  68.6 

Erbium    B  166 

Fluorine    P  19 

Gladolinlum    (3d  156 

Gallium     Ga  70 

Germanium    Ge  72.5 

Glucinum 

(Beryllium)   Gl  9.1 

Ck>ld Au  197.2 

Helium    He  4 

Hydrogen    H  1.008 

Indium    In  114 

Iodine    I  126.86 

Iridium    Ir  193.0 

Iron    Pe  55.9 

Krypton     K  81.8 

Lanthanum    I^  138.9 

Lead ....Pb  206.9 

Lithium    Li  7.08 

Magnesium    Mg  24,36 

Hilnganese    Mn  55.0 

Mercury  Hg  200.0 


Molybdenum    Mo  96.0 

Neodymium    Ne  143.6 

Neon    20 

Nickel    Nl  5a7 

Nitrogen ..;N  14:04 

Osmium .Os  191 

Oxygen O  16.00 

Palladium ..Pd  106.5 

Phosphorus   .'  P  31.6 

Platinum   ...Pt  194.8 

Potassium K  89.15 

Praseodymium    Pr  140.5 

Radium    Ra  225 

Rhodium    Rh  103.0 

Rubidium    Rb  85.4 

Ruthenium Ru  101.7 

Samarium   i  8m  150 

Scandium    ; .  i  8c  44.1 

Selenium Se  79.2 

Silicon J  81  28.4 

SllTsr  ...:Ag  107.93 

Sodium    L.iNa  23.06 

Strontium    8r  87.6 

Sulphur S  32.06 

Tan^lum    TS  183 

Tfellurlum    ,Te  127.6 

Terbium :.Tb  160 

Thallium    :  Tl  204.1 

Thorium    Th  232.5 

Thulium    Tm  171 

Tin     Sn  119.0 

Titanium    Ti  48.1 

Tungsten    W  184.0 

Uranium    U  238.5 

Vanadium    V  -  51.2 

Xenon    X  128 

Ytterbium    Yb  173.0 

Yttrium   Yt  89.0 

Zinc     Zn  65.4 

Zirconium    Zr  90.6 


,*Baaed  on  Oxygen  as  16.00.     Prom  the  report  of  the  International  Committee  for  1902. 


TABLE   402. — BPnClFIC   GBAVITIKB   OF   MINSBAL8   AND   COMMON    METALS.* 


Specific  gravity. 

Aikinlte,    8(Pb.Cu»)S.BiaS« 6.1     —6.8 

Albertite    1.097 

Alblte,    NaAISi.O. 2.62  —  2.65 

Aluminum,  Al    2.60 

Amalgam,  Ag>Rgi 13.75  — 14.1 

IX  in 

Amphibole   RRSlOt 2.9     —  3.4 

Analcite,    NaAlSI,0.+H,0 2.22  —  2.29 

Andalusite,  Al,SIO. 3.16  —  3.20 

Andeslne,  nNaAISUOa. 

mCaAl.SUOs   2.68  —  2.69 


Specific  gravity. 

Anorthlte,    CaAltSltO. 2.74  —  2.76 

Anthracite    1.82  —  1.7 

Antimony,   Sb 6.71 

Apatite,    8Ca.P«0.-l-CaP..CaCU.  8.17  —  8.28 
Appphylllte,       HrKCa*  ( SlOt )  •+ 

4%H,0    2.3    —2.4 

Aragoulte,   CaCOt 2.93  —  2.96 

Argentlte,  Ag,S 7.20  —  7.36 

Arsenic,  As 5.78 

Arsenollte.  AstOt 8.70  —  8.72 

Arsenopyrite,   PeAsS 5.9    —  6.2 

Asphaltnm    1.0    —  1.8 

Atacamite.   CuCU.8C!u(OH),. . .  8.76  —  8.77 


Angleslte.     PbSO« 6.12  —  6.39 

Anhydrite,    CaSO* 2.899—  2985 

Ankerlte  CaCOt.(Mg,Pe,Mn)COi     2.P5  —  8.1 

•The  minerals  are  taken  from  E.  S.  Dana.  System  of  Mineralogy,  and  the  metals  tttm.  Landolt 
nnd  Bomsteln,  Physikallsche  Chemische  Tabellen. 
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Specific  jpraylty. 

Aztnite,   HR.BAlt(S10«)«     ....  3.2fl 

Asurite,   Ca«(OH)i(CO.)s 3.77  —  3.88 

Barlte,    BabOi 4.8     —  4.6 

Uarnhardtlte.    Ca«FeaSs  ? 4.52 

Bauxite,    AUOt2HsO 2.56 

Berthlerite,  FeSbsS« 4.0     —  4.8 

Beryl.     BeiAUSI.Oi. 2.68  —  2.80 

Biotite.   From    (H,K)t(Ms,Fe)4 

(Al,Fe)iSUOi.     to        (H.K). 

}Mg.Fe).AUSUOi,    2.7     —  8.1 

Blamuth,  Bi 0.8 

Biamutiilnlte,    BlaSs 6.4     —  6.6 

Bituminous   Coal    1.14  —  1.4 

Bornite,    CusFeSs 4.0     —  6.4 

Bonrnonite,  3(Cut,Pb)S.Sb«8»..  6.7    —  6.0 

Bromyrlte,    AgBr 6.8     —  6.0 

Brooklte,  TiOt 8.87  —  4.01 

Brown  Coal   1.15  —  1.3 

Brucite,  Mg:(OH)t 2.88  —  2.40 

Cadmium,  Cd 8.60 

Calamine.    HaZnaSiO* 8.40  —  3.60 

Calcite,  CaCO. 2.713 

CasBlterite,   SnOt 6.8     —  7.1 

Caat   Iron 7.08  —  7.78 

Celestite.    SrS04 8.96  —  3.07 

Cerargyrlte,  AfCl 6.66 

Oeruasite.    PbCO. 6.46  —  6.574 

Chabazlte.     (Naa.Ca)Ali8i«Oii+ 

«H,0     2.08  —  2.16 

r-halcodte,   Cu,S 6.6     —6.8 

rhalcopyrlte,  CuFeSs 4.1     —  4.8 

Ctiondrodite,  Hs(Mg.Fe)itSitO«« 

p      g  J      __   o  2 

Ciiromi'te.*  FeCr,6«  .*.'.*.*. '. '. ! '. '. !  \  4.32  —  4!67 

Chromium.   Cr 6.60 

Clirysoberyl.  BeAlB04 8.6     —  3.84 

Chryaocolla,  Cu8iOi+2HtO 2.0     —2.288 

Chryaollte.    (Mg.Fe),Si04 3.27  —  8.87 

Cinnabar,    HgS. 8.0     —  8.2 

Clinocblore,    H«MgsAlsSi»Oi« . . .  2.66  —  2.78 

Cobalt.  Co 8.6 

Cobaltlte,  CoAsS 6.0     —  6.3 

Colnmblte,    (Fe.Mn)  rNb,Ta)sO«  6.3     —  7.3 

Copper.  Cu,  Native 8.8     —  8.0 

Copper,   Cu,   Pure 8.02 

Corundum.   AUOi 3.95  —  4.10 

Crocolte,    PbCrO* 6.9     —  6.1 

Cryolite.   Na^AlF* 2.95  —  3.0 

Cuprite,    Cu,0 6.86  —  6.15 

Cjranite,   AltSIOt 8.66  —  8.67 

Datolite.    HCaBSiOt 2.9     —  3.0 

Diamond.    C 8.516 —  3.526 

Diaspore,    AUOa.HtO 8.8     —  3.5 

I>olomlte.    ( Ca,Mg )  COa 2.8    —  2.0 

Domeylcite.  Cu«As 7.2     —  7.76 

Blectrum,    inAunAg 16.6    — 19.8 

Enargite.    CuaAsS* 4.48  —  4.46 

Bpidote.   HCaa(Al,Fe)sSiaOia...  8.25  —  8.6 

Krythrite,            CoaA8aOa+8HaO  2.948 

Fluorite.  CaFa 8.01  —  3.26 

Frankiinite,     ( Pe.Zn.Mn )  O.  ( Fe, 

^  Mn),0.    6.07  —  5.22 

Gahnlte.  ZnAUOi 4.0    —  4.6 

Galena,  PbS 7.4     — 7.6 

nm 

Oamet.   RiRa(810«)a 8.15  —  4.3 

Gersdorffite,  NiAsS 5.6    —  6.2 

Gibbsite.    Al(OH)a 2.8     —2.4 

Gmellnite.     (Naa,Ca)AlaSi«Ota+ 

^  6HaO     2.04  —  2.17 

Gold.   An.   Native 16.6    —19.3 

Gold,  Au,  Pure 19.32 

GOthite,    FejOt.HaO 4.0     —  4.4 

Graphite,    C 2.09  —  2.23 

Gypsum,    CaSO«+2HaO 2.814 —  2.328 

Harmotome,       Ha(Ka.Ba)Ala81t 

Oii+4HaO 2.44  —  2.60 

Hematite,  FejO , 4.9     —  6.3 

Hessltp     AgaTe 8.81  —  8.46 

Ice.    HaO 0.9167 

Ilmenlte,    mFeTlOanFeaOa 4.6    —  6.0 

lodyHte.  Agl 6.6    —6.7 

Iridium,    Ir 22.42 

Irldosmine,  fnlniOs 19.8    — ^21.12 

Iron,    Fe,    Pure 7.86 

Kaolinft^,  2HaO.Al.Os.2SiO,.. . .  2.6     —  2.63 
Labradorite«  f»NaAlSUOamCaAla 

,   SlaOa    2.70  —  2.72 

Lanmontlte,        H«CaAlaSl40i«+ 

2HaO 2.25  —  2.36 

Tiead,  Pb 11.37 

LepIdoMte.        KTJrAl.(OH,F)il 

Al(SIOa)a     2.8     —  2.9 


^ Specific  gravity. 

Limonite,  2FeaOt.3HaO 8.6    —  4.0 

Linnaelte.  CoaS4 4.8    —  6.0 

Magnesite,  MgCOa 3.0    —  8.12 

Magnetite,     FeO.FeaOa 6.168 —  6.180 

BCalachite,  Cua(OH>aCOa 8.9     —  4.08 

Manganese.  Mn   7.89 

Manganlte,   MuaOa.HaO 4.20  —  4.40 

Biarcasite,    FeSa 4.86  —  4.00 

M^r<^ury*   Hg    .,.....,, 18.596 

M  larjryrlte,    AgSbSi 5.1     —  5.8 

MUlr-rlto.     Nitf. , 5.3     —5.66 

Mimetlte,    SPbaAiiOt.PbCU....  7.0    —  7.26 

Molybdenite,    MoK,    .  , 4.7     —  4.8 

Muscovite.    lIsKAlj(iil04)a 2.76  —  3.0 

Naphtha 0.60  —  0.766 

NIct'Olite,    NlAa 7.33  —  7.67 

NlckeU    Nl 8.9 

Ollgoelaae.      nNaAISl.DimCaAla 

Bl,0* 2.66  —  2.67 

Opal,  8lO,nH,0 1.9     —  2.8 

Orplment,  Aflqd*.  ,  .  ,  ^. 8.4     —  8.6 

OrlhoclflBep  KAlStiOi, 2.467 —  2.619 

03!QCprltp»    ,....*.,.. 0.86  —  0.90 

I'^ftMftdhim.    Pd......... 11.8     — 11.8 

I  *h  t  o^c<  I  ji  1 1  e.      m,  K,  EdgF )  aMga  Al 

{ i^lU,  >)    ... 2.78  —  2.86 

Pinlte,    Hyiirflue    AlknTlae   Sili- 
cate from  aUerariim 2.6     —  2.86 

PlatiniNdium.  mTtnlr 22.66  —22.84 

Platlnuin,  in.   Native... 14.0     — 19.0 

riEiTlDum.   Pt,   Pure 21.60 

l\>lvljaNJte.  Ag.Sba,,  _  , 6.0     —  6.2 

Trehnlt?.     [I«CatAltSUO,a 2.80  —  2.96 

l*Toiiatlii\    AgiAsESi.. 6.57  —  5.64 

rpiloEH-lane,   U,Mn*>i 8.7     —  4.7 

PyrarAnrrlte,    Ag,SbS 5.77  —  6.86 

I'yrit^,   FeSt. 4.95  —  5.10 

PymUifike*  MrOj 4.82 

Pyrotiji^rphlte,    aPbtPtOi.PbCla..  6.6     —  7.1 

rvni5t^-ae,    RSIO, ,  .  . 8.2     —3.6 

J\Frrhonte,    PenS,..  .  . 4.68  —  4.64 

Uuarfz,    SIOi , 2.653 —  2.660 

rtfalpar,    AbS 3.556 

Uhodorhrofllte.     MnCO* 3.45  —  3.60 

Uhndonite,   MnSlO. 3.4     —3.68 

ftia  tie.    TlOi     4.18  —  4.26 

l^cheellt**    CaWO^ 6.9     —6.1 

S^Ml"'fi< iti**.    H,Mff,SUOi 2.60  —  2.65 

«idf  Hten     Ft'CO, 3.83  —  3.88 

ailFer   Ag,   Native , 10.1     —11.1 

i^irver.  Agn  Pure 10.53 

Smaltlte.    OoAa, 6.4     —  6.6 

^mlthflonlte,    ZaCOi 4.30  —  4.46 

Sph«lrrrit<*.    fEJendP)    ZuS 3.9     —  4.1 

KplQeU     MfSA^Oi 8.5     —4.1 

Snc;diim*»De.    LIAUSlO*>» 3.13  —  3.20 

i^fauroIUe.  H«(Fe^Mg},(  Al,Fe)a« 

SitiO,t     8.65  —  8.75 

Steel    7.60  —  7.80 

Stephanite,  AgaSb84 6.2    —  6.8 

Stibnite.   SbaSa 4.52  —  4.62 

Stilbite,    H4(Naa.Ca)AlaSiaOia+ 

4HaO     2.094—2.206 

Strontianlte,    SrCOa 3.680 —  .^.714 

Sulphur,   S 2.07  —  2.00 

Sylvanlte,   (Au.Ag^Tea 7.9     —  «.3 

Talc.    IIaMASi«0:a 2.7     —  2.8 

Tenorlte,    CuO 5.826 —  6.26 

Tephrolte,    MnaSl04 4.0 4.12 

Tetrad.vmlte,    BIa(Te.S)a 7.2     —  7.6 

TMrahedrlte,  4CuiS.SbaSa 4.4     —6.1 

Tin,    Sn 7.29 

TItanlte,    CaTiSlO. 8.4     —  8.66 

Topaz,     rAl(O.Fa)JAlSiO« 8.4     —8.66 

Tourmaline,       [(Na,Ll,K>«,(Mg 

Fe.Ca),     or      (Al,B,Cr,FeM 

SiO,    2.98  —  3.20 

Turglte.  2Fe,O..HaO 4.29  —  4.49 

Valentlnlte,  SbaO. 5.566 

ViTianlte,   FeaPaOa-*-8HaO 2.58  —  2.68 

Wad,  Impure  hydrous  oxide  of 

manganese   8.0    —  4.26 

Willemlte,    Zn,SiO« 3.89  —  4.18 

WItherlte,    BaCO, 4.29  —  4.85 

Wolframite.    ( Fe.Mn )  WO4 7.2     —  7.5 

Wrought    Iron    7.79  —  7.85 

Wulfenlte,     PbMoO* 6.7     —  7.0 

Zaratlte,  N!ro,2NirOH),+4HaO  2.57  —  2.60 

Zinc     , 7.16 

Z!ncit<».  7^'0   . .    6.48  —  5.7 

Zircon,    ZrSIO* 4.68  —  4.70 
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ORE  DRE88IN0, 


Weight  of  Bboksn  Obb. 

This  Is  important  In  figuring  for  a  mill  and  In  comparing  work  at  varioui  places.  For  exam- 
ple, in  estimating  the  tonnage  capacity  of  crushing  machinery,  the  specific  gravity  of  the  ore. 
or  In  other  words.  Its  Yolume,  must  be  considered  as  well  as  its  hardness. 

The  weight  of  a  cubic  foot  of  crushed  rock  depends  on  the  manner  of  crushing.  As  a  rule,  the 
finer  it  is,  the  less  the  weight.  A  mixture  of  coarse  and  fine  will  weigh  more  per  cubic  foot  than 
either  coarse  or  fine  separately.  The  weight  of  coarse  ore  per  cubic  Toot  may  be  calculated  from 
the  volume  of  the  skip  or  car  and  the  weight  of  its  contents;  for  fine  stuff  a  little  box  boldins 
exactly  one  cubic  foot  is  to  be  recommended 

Vesin's  rule  (probably  for  ore  crushed  fairly  fine)  is  that  the  weight  of  mixed  coarse  and  fine 
crushed  ore  is  57%  of  the  weight  of  uncrushed  ore,  or  the  volume  is  increased,  by  crushins  to 
one  and  three-fourths  times  the  volume  of  solid  rock.  The  specific  gravity  of  galena  is  7  5  and 
that  of  quarts  is  2.62.  Then  the  specific  gravity  of  an  ore  containing  15%  galena  and  85% 
quarts,  before  crushing,  would  be  0.15   x   7.5  +  0.86   X   2.62  or  8.835.     The  specific  gravity. 


after  crushing,  would  be  57%  of  8.335  or  1.0.     Taking  the  weight  of  a  cubic  foot  of  water  as 


specific  gravity. 

^ ..  - ^— -^  foot  of  water  as 

62.5  pounds  then  the  crushed  ore  would  weigh  62.6  x  1.9  or  118.7  pounds.  For  the  ore  com- 
ing to  Mill  94,  Vesln  estimated  that  one  cubic  foot,  after  being  crushed  to  about  %-inch  sixe. 
would  weigh  90  pounds  or  there  would  be  22.2  cubic  feet  per  ton. 

Kirby>*'  states  that  ores  in  place  are  full  of  small  fractures  and  may  be  spongy  or  porous  so 
that  they  will  not  weigh  as  much  as  solid  compact  roecimens  of  mineral.  His  fllnires  are  given 
In  Table  408.  Oxidised  ores  in  place  cannot  be  well  calculated  and  their  weight  should  be  de- 
termined in  each  case  by  actual  test.  Broken  ore  on  dumps  in  pieces  ranging  llrom  the  sisa 
of  one*s  head  to  gravel  contains  from  85  to  50%  Interstitial  spaces,  that  is.  the  weicht  of  the 
broken  ore  la  from  50  to  66%  of  the  weight  of  the  pre  in  pljsfie.  ^ 


TABUD  408. — ^KISBT*8  VALUM  VOB  OBB  IN  PL4CB. 


HatMial. 


Galena 

Pyrite    

Blende    

Hematite    

Llmonite    

Dolomite     

Limestone,  andeslte,  syenite 

Vein  quarts,  granite  and  granitic  rocks 

Clay,  quartz,  porphyry,  trachytes,  rhyolites,  etc. 

Vein  quarts,  with  15%  galena 

Vein  quarts  with  15%  pyrites 

Vein  quarts  with  10%  hematite 


Weight  per  Gubic  Foot 

CoUo  Feet  per  TbQ. 

TheoreUeaUy* 
Founds. 

PracUoany. 
Founda 

TlMoretiGally.* 

Praott- 

465 

426 

4.8 

4.7 

818 

286 

6.4 

7.0 

250 

2.16 

8.0 

8.6 

808 

267 

6.6 

7.6 

288 

218 

8.4 

9.4 

175 

160 

11.4 

12.6 

168 

154 

11.9 

18.0 

168 

148 

11.9 

13.5 

163 

188 

12.8 

14.6 

187 

164 

\         10.7 

12.2 

180 

160 

ll.l 

12.6 

175 

166 

11.4 

12.9 

*  Calculated  from  average  specific  gravity  for  pure  unaltered  specimena 


McDonald's**  figures  are  given  in  Table  404. 
to  the  mill. 


These  values  are  probably  for  ore  aj  It  eomca 


TABLB  404. — MCDONALD'S   FIOUBKS    ON    WRIGHT   OF   OBB. 


Material. 


Oranlte   and   porphyry  > 

«)nelss  

Greenstone  and  trap   . . 

Titmestone    

Slate   

Quarts    

Sandstone    

Barth   In  bank 

RArfh  dry  and  loose  . . 

Clay 

Sand     


Weight  per 

Cubic  Foot. 

Cubic  Fe<»t  per  Ton. 

Pounds. 

Droken. 
Pounda 

In  Place. 

Broken. 

170 

97 

11.8 

206 

168 

96 

11.9 

20  8 

187 

107 

10.7 

ia7 

168 

96 

11.9 

20.8 

176 

95 

11.4 

21.1 

165 

94 

12.1 

21.8 

161 

86 

18.2 

28.3 

111 

1 

18.0 

. 

74         > 

■ 

27.0 

118 

— 

17.0 

80 

26  0 

Further  quotations  from  various  sources  are  given  In  Table  405. 
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TABLB  405. MIBCELLAKKOUR  FIOUBKS  ON  THB  WEIGHT  OF  BBOKBN  OBB. 


Wfliffhtper 

Oki^Foot. 

Fomidfl. 

CuMoFeet 
per  Too. 

MaterlaL 

100 
100 
100 

96 
05 

87 
77 
76 

20 
20 
20 

20.8 
21.1 

23 
26 
261        ; 

Mine  ore  coming  to  Mill  67.'*' 

Tailings  of  Min  44. 

"Blue   ground"    (altered   peridotlte)    as   It   comes   from    the   Klmberljr 

mines.  South  AfrlcaV- 
Broken  quarts  as  It  comes  from  the  Jumpers*  Deep  mine.  South  Africa.*" 
Broken  quarts  conglomerate  as  It  comes  from  the  Ferreira  mine,  South 

Material  from  gravity  stamps.** 

Material  from  gravity  stamps,  with  the  slimes  removed.*' 
1  Quartz  stamped  dry  through  40  mesh  and  charged  dry  into  vats  at  the 
Victoria  mill,  Hauraki  peninsula.  New  Zealand.*" 

TABLB  406. — FOB  CONVBBTIMG  8LOPB  IN  DBGBBKB  TO  SLOPB  IN  INCHES. 


NOTB. — The  column  headed  "Inches  per  Inch      _  „. , 

The  tangent  should  always  be  used  in  figuring  slope  angles  In  preference  to  the  sine. 

the  decimal  point  in  this  column  two  places  to  the  right  the  slope  Is  then  expressed  as  so  much 

In  one  hundred,  or,  in  other  words,  as  per  cent     The  last  column  is  intended  for  use  on  vanners 


is  also  the  geometrical  tangent  of  the  angle. 

By  moving 


and**fUi''the  steepest  vanner  found'  by  the  author  in  the  mills  sloped  only  1^   inches  per  foot 
It  was  not  considered  necessary  to  continue  this  column  In  the  table  beyond  2  inches 


per  foot. 


Inches 

Inehes 

Inches  per 

Degrees. 

iDcheB 

Inches 

bchesper 

Degrees. 

per  Inch. 

per  Foot. 

ISFeeu 

per  Inch. 

per  Foot. 

ISFeeC 

0*        6' 

.00146 

.01746 

.2o9:i» 

60' 

.08466 

1.01470 

12.17685 

10' 

.00201 

.03490 

.4lWTa 

66' 

.08602 

1.03228 

12.38781 

16' 

.00486 

.06236 

,628*JT 

6*        0' 

.08749 

1.04986 

12.59827 

20' 

.00682 

.06980 

.83Tes 

6' 

.08896 

1.06746 

12.80938 

26' 

.00727 

.08726 

1.04717 

10' 

.09042 

1.08604 

18.02048 

SO' 

.00878 

.10471 

T.2rjtjri4 

15' 

.09189 

1.10264 

13.23173 

86' 

.01018 

.12217 

l,40tUHi 

20' 

.09336 

1.12026 

13.44298 

40' 

.01164 

.13968 

l.*i755B 

26' 

.09482 

1.13786 

13.65422 

46' 

.01809 

.16708 

T,Mfe4S>*i 

80' 

.09629 

1.15647 

13.86662 

60' 

.01466 

.17464 

2-011448 

86' 

.09776 

1.17308 

14.07701 

66' 

.01600 

.19200 

i;.  1^0400 

40' 

.09923 

1.19070 

14.28840 

!•         0' 

.01746 

.20946 

2.&iar^^2 

45' 

.10069 

1.20833 

14.499J14 

6' 

.01801 

.22692 

2.72riu4 

60' 

.10216 

1.22597 

14.71162 

10* 

.02037 

.24438 

2.031:^6 

66' 

.10363 

1.24361 

14.92330 

16' 

.02182 

.26184 

3.142US 

6»        0' 

.10610 

1.26126 

15.13498 

20' 

.02828 

.27930 

8.85160 

6' 

.10658 

1.27890 

15.34680 

26' 

.02478 

.29676 

8.66112 

10' 

.10805 

1.29656 

16.66862 

80' 

.02610 

.31422 

8.77064 

15' 

.10952 

1.31420 

16.77045 

86' 

.02764 

.33169 

3.98030 

20' 

.11099 

1.33187 

15.98242 

40^ 

.02910 

.34916 

4.18097 

25' 

.11246 

1.34954 

16.19453 

46' 

.03055 

.36662 

4.^0{)49 

80' 

.11394 

1.36722 

16.40664 

60' 

.08201 

.88410 

4.601115 

36' 

.11541 

1.38491 

16.61890 

66' 

.03346 

.40157 

4  H1NS2 

40' 

.11688 

1.40260 

16.83115 

T        0* 

.03492 

.41904 

5,02848 

45' 

.11836 

1.42028 

17.04341 

6' 

.03638 

.43662 

C.23S21J 

60' 

.11983 

1.43798 

17.25581 

10' 

.03788 

.46400 

5."H7ltr> 

65' 

.12131 

1.45670 

17.46835 

16' 

.03929 

.47148 

5.Gr>77« 

r      0' 

.12278 

1.47341 

17.68090 

20' 

.04076 

.48895 

fi,?HtM^2 

6' 

.12426 

1.49113 

17.89358 

25' 

.04220 

.60644 

fl.n772.^ 

10' 

.12574 

1.50886 

18.10627 

80' 

.04366 

.52392 

<V2H704 

15' 

.12722 

1.62669 

18.31910 

86' 

.04612 

.64142 

*Vv(l>*JOl> 

20' 

.12869 

1.64433 

18.53194 

40' 

.04658 

.55890 

e.70GS0 

25' 

.13017 

1.66208 

18.74491 

43' 

.04808 

.67640 

6,01*575 

30' 

.13166 

1.67982 

18.96789 

60' 

.04049 

.59389 

7.12070 

86' 

.13318 

1.59768 

19.17101 

66' 

.05096 

.61139 

7.33066: 

40' 

.13461 

1.61534 

19.38413 

8*       0' 

.05241 

.62888 

7.54661 

45' 

.13609 

1.63313 

19.59754 

6' 

.03387 

.64639 

7.75670 

50' 

.13758 

1.65090 

19.81080 

10' 

.05538 

.66390 

7.96680 

65' 

.18906 

1.66870 

20.02435 

16' 

.0.'S678 

.68141 

8.17690 

8*        0' 

.14064   . 

1.68648 

20.23776 

S»0' 

.05824 

.69892 

8.38700 

5' 

.14202 

1.70429 

20.45146 

26' 

.05970 

.71642 

8.59709 

10' 

.14351 

1.72210 

20.66515 

80' 

.0<U16 

.73394 

8.80733 

15' 

.14499 

1.73992 

20.87899 

85' 

.06262 

.75146 

9.01757 

20' 

.14648 

1.75774 

21.09283 

40' 

.06408 

.76899 

9.22781 

25' 

.14796 

1.77557 

21.30682 

46' 

.06554 

.78052 

9.43819 

80' 

.14945 

1.79341 

21.52094 

no' 

.06700 

.80405 

0.64858 

85' 

.15094 

1.81126 

21.73.'>07 

55' 

.06847 

.82158 

9.85896 

40' 

.15243 

1.82911 

21.94934 

4*         0' 

.06993 

.83911 

10.06934 

45' 

.15391 

1.84497 

22.16.362 

6' 

.07139 

.85666 

10.27987 

60' 

.15540 

1.86485 

22..37R18 

10' 

.07285 

.87420 

10.49040 

55' 

.15689 

1.88272 

22.592.59 

15' 

.07431 

.89174 

10.70093 

9*         0' 

.15838 

1.90061 

22.80730 

20' 

.07578 

.90930 

10.91160 

5' 

.1.'5988 

1.918.50 

23.02200 

25' 

.07724 

.92686 

11.12228 

10' 

.16137 

1.9.3640 

23.28685 

80' 

.07870 

.^^4441 

11.33294 

15' 

.16286 

1.95432 

23.451  S4 

85' 

.08017 

.96198 

11.54376 

20- 

.16435 

1.97224 

28.66fl«3 

40' 

.08163 

.97955 

11.754.'58 

25' 

.16585 

1.99016 

23.88197 

46' 

.08309 

.99712 

11.96539 

80' 

.16734 

2.00810 

24.09725 
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OBE  DBBBBINa. 


Degrees. 

Inches 
perlnch. 

Inches  per  Foot. 

Degrees. 

Inches 
perlnch. 

Inches  per  Foot. 

36' 

.16884 

2.02606 

86' 

.29780 

3.57366 

40' 

.17033 

2.04401 

40' 

.29938 

3.59256 

45' 

.17188 

2.06197 

45' 

.30097 

3.61158 

60' 

.17838 

2.07995 

60' 

.30265 

3.63062 

66' 

.17483 

2.09792 

66' 

.30414 

8.64960 

10*    0' 

.17633 

2.11692 

IV         0' 

.30673 

3.66876 

6' 

.17788 

2.13392 

6' 

.30732 

3.68786 

10' 

.17933 

2.15192 

10' 

.30891 

8.70697 

16' 

.18083 

2.16996 

15' 

.31051 

3.72610 

20* 

.18233 

2.18797 

20* 

.31210 

3.74524 

26' 

.18884 

2.20602 

25' 

.31370 

3.76440 

80' 

.18634 

2.22407 

30' 

.31530 

3.78358 

35' 

.18684 

2.24212 

35' 

.31690 

3.80278 

40* 

.18836 

2.26019 

40' 

.31850 

3.82199 

45' 

.18986 

2.27826 

45' 

.32010 

3.84122 

50' 

.19136 

2.29636 

50' 

.82171 

8.86047 

66' 

.19287 

2.31446 

.«    W' 

.32331 

8.87974 

ir   0' 

.10438 

2.33256 

18*    0' 

.32492 

8.89903  . 

5' 

.19680 

2.35068 

6' 

.32663 

3.91834 

10' 

.19740 

2.36880 

10' 

.32814 

3.93766 

16' 

.19891 

2.38694 

15' 

.32975 

3.96700 

20' 

.20042 

2.40509 

20' 

.33136 

8.97636 

26' 

.20194 

2.42826 

26' 

.33298 

8.99574 

80* 

•20845 

2.44142 

30* 

.33460 

4.01514 

35' 

.20407 

2.45960 

36' 

.33621 

40' 

.20648 

2.47780 

40' 

.33783 

4.05400 

45' 

.20800 

2.49600 

46' 

.33946 

4.07345 

60' 

.20952 

2.51422 

50* 

.34108 

4.09292 

65' 

.21104 

2.53243 

^^' 

.34270 

4.11241 

12*    0' 

.21256 

2.55067 

10*    0' 

.34433 

4.13192 

5' 

.21408 

2.56892 

5' 

.34596 

4.16146 

10' 

.21560 

2.58718 

10' 

.84758 

4.17101 

15' 

.21712 

2.60546 

*5' 

.34922 

4.19058 

20' 

.21864 

2.62373 

20' 

.35086 

4.21018 

25' 

.22017 

2.64203 

25' 

.35248 

4.22978 

30' 

.22169 

2.66033 

80' 

.35412 

4.24942 

35' 

.22322 

2.67865 

36' 

.35676 

4.26907 

40' 

.22475 

2.69698 

40' 

.35740 

4.30I43 

46' 

.22628 

2.71531 

45' 

.35904 

50' 

.22781 

2.73367 

60' 

.36068 

4.32815 

65' 

.22934 

2.75203 

55' 

.36232 

4.34789 

18*    0' 

.23087 

2.77042 

20*    0' 

.30397 

4.36764 

5' 

.23240 

2.78880 

6' 

.36562 

4.38742 

10' 

.23393 

2.80721 

10' 

.36727 

4.40722 

15' 

.23547 

2.82562 

15' 

.36892 

4.42708 

20' 

.23700 

2.84405 

20' 

.37057 

4.44686 

26' 

.23854 

2.86249 

25' 

.37223 

4.46672 

30' 

.24008 

2.88004 

30' 

.37388 

4.48661 

35' 

.24162 

2.S9940 

35' 

.37654 

4.50652 

40' 

.24316 

2.91788 

40' 

.37720 

4.62644 

45 

.24470 

2.03638 

45' 

.37887 

4.54639 

50' 

.24624 

2.^5488 

60' 

.38053 

4.66636 

55' 

.24778 

2.97340 

65' 

.38220 

4.68635 

14*    0' 

.24933 

2.99194 

21*    0' 

.88386 

4.60637 

5' 

.25087 

8.01048 

5' 

.38653 

4.62640 

10' 

.25242 

3.02904 

10' 

.38721 

4.64646 

15' 

.25397 

8.04760 
8.06619 

16' 

.38888 

4.66654 

20' 

.25552 

20' 

.39056 

4,CSf?65 

25' 

.25707 

3.08479 

25' 

.89228 

AlMimi 

30' 

.25862 

3.10340 

30' 

.S}»H»)1 

4.726»t 

35' 

.26017 

8.12203 

35' 

.80559 

4.74700 

40' 

.26172 

8.14068 

40' 

•2SISI 

4, 76729 

45' 

.26328 

3.15934 

45' 

.30896 

4.787ra 

50' 

.26483 

3.17800 

50' 

.40065 

480775 

55' 

.26639 

8.19668 

65' 

•^^234 

4.«2A02  .. 

16*    0' 

.26796 

3.21539 

22*    0' 

.40403 

4.84831 

5' 

.26951 

8.23410 

6' 

.40572 

4.8686,^ 

10* 

.27107 

3.25283 

10' 

.40741 

4.8Sg96 

15' 

.27263 

8.27157 

js; 

,400  n 

4.90932 

20' 

.27419 

8.29083 

20' 

.41081 

4.fi2071 

25' 

.27576 

8.30910 

^' 

,4l2ril 

4.95012 

80' 

.27732 

3.32789 

80' 

.41421 

4.07056 

35' 

.27880 

3.34669 

?5' 

.41502 

4.09102 

40' 

.28046 

3.36551 

40' 

.417^.^ 

6.01160 

46' 

.28203 

3.38435 

45' 

.410:^v* 

6.03201 

60' 

.28360 

3.40319 

50' 

.4210:^ 

S-552P^ 

55' 

.28517 

«#  •  ^  vr  «^  _A.  «^ 

8.42206 

55' 

.42276 

5.07811 
5.00360 

ie»    0' 

.28675 

8.44094 

28*    0' 

.42447 

5' 

.288.32 

3.45984 

5' 

.42619 

6.11480 

10' 
15' 

.289'>0 
.29147 

8.47875 
3.49768 
3.51662 

10' 
15' 

.42791 
.42963 

i:lll§^ 

20' 

.29305 

20' 

.48136 

6.17628 

25' 

.29463 

3.53558 

25' 

.43308 

6.10701 
5.21774 

30' 

.29621 

3.55456 

30' 

.48481 
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Degrees. 

Inches 
per  Inch. 

85' 

.43654 

40' 

.43S28 

45' 

.44001 

50' 

.44175 

56' 

.44349 

24*    (K 

.44523 

5' 

.44697 

10' 

.44872 

15' 

.45047 

20' 

.45222 

25' 

.45397 

80' 

.45573 

85' 

.45748 

40* 

.45924 

45' 

.46101 

50' 

.46277 

55' 

.46454 

25*    0* 

.46631 

5' 

.46808 

10' 

.46985 

15' 

.47163 

20' 

.47341 

25' 

.47519 

80' 

.47698 

86' 

.47876 

40' 

.48056 

45' 

.48234 

50' 

.48414 

55' 

.48693 

26«    0' 

.48773 

5' 

.48-53 

10' 

.49134 

15' 

.49315 

20' 

.49495 

25' 

.49677 

80' 

.49858 

35' 

.50040 

40' 

.50222 

45' 

.50404 

50* 

.50587 

55' 

.60769 

27"    0' 

.50953 

5' 

.61136 

ICK 

.51320 

15' 

.51503 

20' 

.51688 

26' 

.61872 

30' 

.52067 

35' 

.52242 

40' 

.52427 

45' 

.52613 

50' 

.62798 

55' 

.52985 

28*    0' 

.63171 

5' 

.63358 

10' 

.68545 

15' 

.63732 

20' 

.53920 

25' 

.64107 

30' 

.64296 

85' 

.54484 

40' 

.54673 

45' 

.54862 

50' 

.65051 

55' 

.5.'>241 

29*    0' 

.55431 

5' 

.65621 

10' 

.56812 

15' 

.56003 

20' 

.56194 

26' 

.66386 

30' 

.66677 

36' 

.66760 

40' 

.56962 

46' 

.57156 

60' 

.57348 

55' 

.67541 

80*    0' 

.57736 

5' 

.67929 

10' 

.58124 

16' 

.58818 

20' 

.68518 

25' 

.68709 

80' 

.58905 

86' 

.59101 

Inches  per  Foot 


5.23850 

5.25930 

6.28012 

5.30096 

5.32184 

5.34274 

5.36366 

5.38462 

5.40560 

5.42660 

5.44764 

5.46871 

5.48980 

6.51092 

5.53207 

5.55325 

6.57446 

5.59568 

5.61695 

5.63824 

5.65956 

5.68091 

5.70229 

6.72370 

6.74514 

5.76661 

6.78810 

5.80963 

5.83120 

6.85278 

5.87441 

5.89606 

5.91774 

5.93945 

5.96119 

5.98297 

6.00478 

6.02662 

6.04849 

6.07039 

6.09233 

6.11430 

6.13630 

6.15834 

6.18040 

6.20250 

6.22463 

6.24680 

6.26900 

6.29123 

6.31850 

6.33580 

6.35814 

6.38051 

6.40291 

6.42635 

6.44783 

6.47034 

6.49289 

6.61646 

6.53808 

6.56074 

6.68342 

6.60614 

6.62891 

6.66171 

6.67453 

6.69740 

6.72031 

6.74327 

6.76625 

6.78926 

6  81238 

6.83643 

6.86866 

6.88174 

6.90494 

6.92820 

6.96149 

6.97482 

6.99818 

7.02160 

7.04604 

7.06854 

7.09206 


Degrees. 


81' 


82* 


88« 


84* 


86* 


86* 


8r 


40' 

45' 

50' 

55 

O* 

5' 

10' 

15' 

20' 

25' 

80' 

35' 

40' 

45' 

50' 

56' 

0' 

5- 

10' 

15' 

20' 

26' 

30' 

36' 

40' 

45' 

50' 

55- 

0* 

5' 

10' 

15' 

20' 

25' 

80* 

85' 

40* 

46' 

50* 

65' 

0' 

5' 

10' 

15' 

20' 

25' 

80* 

86' 

40' 

46' 

60' 

66' 

0' 

6' 

10' 

16' 

20* 

26' 

80' 

86' 

40' 

46' 

60' 

66' 

0' 

6' 

10' 

16' 

20* 

26' 

80' 

86' 

40* 

46* 

60' 

56' 

(K 

6' 

IC 

16' 

20* 

25' 

80' 

85' 

40' 


Inches 
per  Inch. 


Inches  per  Foot 


.59297 
.59494 
.59691 
.59888 
.60086 
.60284 
.60483 
.60681 
.60881 
.61080 
.61280 
.61480 
.61681 
.61882 
.62083 
.62285 
.62487 
.62689 
.62892 
.63095 
.63299 
.63.%03 
.63707 
.63912 
.64117 
.64322 
.64528 
.64734 
.64941 
.65148 
.65355 
.66563 
.65771 
.G.1080 
0niH9 

,«T02« 
.674f^t 
.fi7S76 

.mmi 

.68514 

.68942 
.69167 
.69372 
.69688 
.69804 
.70021 
.70238 
.70466 
.70673 
.70891 
.71110 
.71829 
.71649 
.71769 
.71990 
.72211 
.72482 
.72664 
.72877 
.78100 
.78828 
.78647 
.78771 
.78996 
.74221 
.74447 
.74674 
.74900 
.76128 
.76866 
.76684 
.76812 
.76042 
.76272 
.76602 
.76788 
.76964 
.77196 


7.11568 

7.13924 

7.16290 

7.18658 

7.21032 

7.23409 

7.26791 

7.28177 

7.30567 

7.82961 

7.35360 

7.37764 

7.40171 

7.42582 

7.44998 

7.47418 

7.49848 

7.52272 

7.54706 

7.57144 

7.59586 

7.62082 

7.64484 

7.66939 

7.69400 

7.71865 

7.74335 

7.76809 

7.79288 

7.81772 

7.84261 

7.86754 

7.89262 

7.91755 

7.94262 

7,9«775 

7.0S*2'>1 

8.01814 

8.04  341 

8.miS73 

R.Ofl4lO 

8.1 1  era 

8,14409 

B.lTmSO 
aiftft07 
8.22169 
8.247^7 

R  29886 

8.:i7«ri0 
R.4+>248 
8.42Hri2 
fl.4r.46t 
8.48<)76 
«,606"^6 
8.SaS20 
8.Sf5952 
8.58588 
8,612^ 
8,6:^876 
8.66528 
8. 691 86 
8,71  850 
8.74520 
8  77196 
8.79876 
8.8:^50,^ 
8.85254 
8,a71>5» 
8.00657 

8  9^^66 
8,ft6na2 
^  ^8804 

1>  n4t2fl6 

*A  oi(T49 
ft.12r«rtO 
n.ir^25R 

9.18022 

9  20702 
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OBE  DBB&sma. 


Degrees. 

Inches 
per  Inch. 

Inches  per  Foot. 

•Degrees. 

Inches 
per  Inch. 

Inches  per  Fdoi. 

45' 

.77428 

9.29138 

25' 

.88214 

10.58562 

50' 

.77661 

0.81933 

30' 

.88473 

10.61670 

55' 

.77895 

9.34735 

85' 

.88732 

10.64785 
10.67900 

88*    0' 

.78120 

9.37542 
9.40356 

40* 

.88992 

5' 

.78863 

46' 

.89263 

10.71041 

10' 

.78598 

9.48176 

50* 

.89515 

10.74180 

15' 

.78834 

9.46008 

55' 

.89777 

10.77328 
10.80485 

20' 

.79070 

9.48836 

42*    0' 

.90040 

26' 

.79306 

9.61677 

5' 

.90304 

10.83649 

30* 

.79544 

9.54522 
9.57876 

10 

.906611 

10.86822 

85' 

.79781 

15' 

.90834 

10.90003 

40' 

.80020 

9.60235 

20' 

.91099 

10.93193 

45' 

.80258 

9.63101 

25' 

.91366 

10.96391 

50' 

.80408 

9.65975 

30' 

.91633 

10.99597 

^^' 

.80738 

9.68854 

36' 

.91901 

11.02812 

80*    0' 

.80978 

9.71741 

40' 

.92170 

11.06035 

5' 

.81220 

9.74634 

45' 

.02489 

11.09269 

10' 

.81461 

9.77533 

50' 

.92709 

11.12509 

15' 

.81703 

9.80441 

55' 

.92980 

11.15759 

20' 

.81946 

9.83354 

48*    0' 

.98252 

11.19018 

25' 

.82190 

9.86275 
9.89203 

5' 

.93524 

11.22286 

22' 

.82434 

10' 

.93797 

11.25562 

85' 

.82678 

9.92138 

15' 

.94071 

11.28847 

40' 

.82:.23 

9.95080 

20' 

.94345 

11.32141 

45' 

.83169 

0.08029 

25' 

.94620 

11.35445 

50' 

.83415 

10.00985 

30' 

.94896 

11.38757 

55' 

.83662 

10.03949 

35' 

.95173 

11.42078 

40*    0' 

.83910 

10.06919 

40' 

.96451 

11.45410 

5' 

.84158 

10.09897 

45' 

.95729 

11.48749 

10' 

.84407 

10.12882 

50' 

.96008 

11.52098 

15' 

.84656 

10.15874 

55' 

.96288 

11.55457 

20' 

.84906 

10.18874 

44*    0' 

.96569 

11.58826 

25' 

.86157 

10.21882 

5' 

.96850 

11.62204 

30' 

.85408 

10.24896 

10' 

.97183 

11.65501 

35' 

.85660 

10.27919 

15' 

.97416 

11.68987 

40' 

.85912 

10.30949 

20' 

.97700 

11.72.^94 

45' 

.86166 

10.33?:86 

25' 

.97984 

11.75810 

50' 

.86419 

10.37030 

30' 

.98270 

11.79236 

56' 
41*    0' 

.86674 

1O.40Q83 

35' 

11.82672 

.86920 

10.43143 

40' 

98843 

•  11.86117 

5 

.87184 

10.46212 

45' 

.99131 

11.89573 

10' 

.87441 

10.49287 

60' 

.99420 

11.93039 

15' 

.87698 

10.52371 

55- 

.99710 

11.96514 

20' 

.87955 

10.55462 

45-    0' 

1.00000 

12.00000 

TABLE   407. CAUGBS    POD   WIBB  AND    PLATB. 

•«  ?l**^T"^i2l?®' if  Chalmers*  Catalogne  No.  7.  pp.  8.  9,  25,  (Third  Edition)  gives  I.,  II.,  III.. 
K;\^iJ^'--^n^»  ^'  Kent's  Mechanical  Engineers'  Pocket-i)ook,  p.  28,  gives  I.,  II..  IIL,  IV., 
VIII..  IX.  Smith.  Oberlin.  "Press  Working  o!  MetaW  pp.  103,  105,  gives  I.,  II..  III.,  IV..  V.. 
VI.,  IX.  Smith  also  gives  Birmingham  Iron  sheet  gauge ;  r^eedle-wlre  In  England;  Music-wire  in 
England ;  Whltworth*s  English  Standard ;  Birmingham  for  sheeU  not  Iron  or  Steel ;  Lancashire. 
One  of  Holtzapffels:  Warrington  or  Rylands ;  French,  Jauga  de  Limoges ;  French,  for  galvanised 
Iron.    Tyler  Wire  Works  Co..  Catalogue  No.  14,  (1896),  p.  8,  gives  L,  II..  III.,  VL 


I 

n. 

in.         IV. 

V. 

Number 

American, 

Birmingham, 

Waahbiim  &  Mocn     Trenton 

0.  W.  Prmtias, 

of 

or 

or  Stubbs. 

Vit^   Co..  or       Irod  Co.* 

HojTOke, 

GMlge. 

Brown  A  Sbarpe. 

English  Standard. 

lifif^Mlnir'ft.      Tf^ntoB,  N.  J. 

Inches. 

Mm.   1 

Indies. 

Mm.  1 

Ineh**?i. 

Mm.  !  Inches. 

Mm. 

fnchf?«.   Mm. 

000000 

-_ 

__ 

__ 



T46~~ 

1 1  .P-fi4 



, 

, 

00000 

— 

._ 





.43 

10.922 

.45 

11.431 

«__ 

_ 

0000 

.46 

11.684 

.454 

11.5.31 

.,*W3 

9.982 

.40 

10.160 



— 

000 

.40964 

10.404 

.425 

10.795 

.362 

9.194 

.36 

9.144 

.8586 

9.108 

00 

.3648 

9.266 

.38 

9.652 

.331 

8.407 

.33 

8.382 

.3282 

8.336 

0 

.32486 

8.251 

.  34 

8.636 

.307 

7.797 

.305 

7.747 

.2994 

7.604 

1 

.2893 

7.348 

.3 

7.620 

.283 

7.188 

.285 

7.239 

.2777 

7.053 

2 

.25763 

6.543 

.284 

7.213 

.263 

6.680 

.265 

6.731 

.2591 

6.581 

3 

.22942 

5.827 

.2.'59 

6.578 

.244 

6.197 

.245 

6.223 

.2401 

6.098 

4 

.20431 

5.189 

.2.38 

6.045 

.225 

6.715 

.225 

5.715 

.223 

5.664 

5 

.18194 

4.621 

.22 

5.588 

.207 

5.2.57 

.205 

5.207 

.2047 

5.199 

6 

.16202 

4.115 

.203 

5.1. '^6 

.192 

4.876   .19 

4.826 

.1886 

4.787 

7 

.14428 

3.664 

.18 

4.572 

.177 

4.495 

.175 

4.445 

.1785 

4.533 

8 

.12849 

3.263 

.165 

4.191 

.162 

4.114 

.16 

4.064 

.1605 

4.076 

0 

.11443 

2.006 

.148 

3.759 

.148 

3.759 
8.429 

.146 

8.683 

.1471 

3.736 

10 

.10189 

2..'>88 

AM 

3.403 

.1.35 

.13 

3..302 

.1,3.'»1 

8.4.^1 

11 

.09074 

2.304 

.12 

3.048 

.12 

3.048 

.1176 

2.984 

.1206 

8.060 

12 

.08081 

2.052 

.109 

2.768 

.105 

2.667 

.105 

2.667 

.1065 

2,705 

13 

.07196 

1.827 

.005 

2.413 

.092 

2.3.36 

.0926 

2.34<> 

.0928 

2,857 

14 

.06408 

1.627 

.083 

2.108 

.08 

2.032 

.08 

2.032 

.0816 

2.072 

15 

.05707 

1.449 

.072 

1.828 

.072 

1.828 

.07 

1.778 

.0726 

1.844 

16 

.05082 

1.290 

.065 

1.651 

.063 

1.600 

.061 

1.549 

.0627 

1.692 

17 

.04526 

1.149 

.058 

1.473 

.054 

1..371 

.0525 

1.833 

.0.*U6 

\.99f^ 

18 

.0403 

1.0236 

.049 

12446 

.047 

1.1938 

.045 

1.1430 

.0478 

1.2141 
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L 

IL 

UL 

IV. 

V. 

Number 

Amerioan, 

Btnnlngham, 

Washburn  ft  Moon 

Trenton 

Q.W.PrentlM, 

of 

or 

orStilblM. 

Mfg.  CJo.,  or 

Iron  Co., 

Holyoke, 

Gauge. 

Brown  ft  Sharpe. 
Inches.       Mm. 

BncUsh  Standard 
Vachm.      Mm. 

inc^:*%%. 

Trenton,  N.  J. 
Inches.       Mm. 

Mass. 

Inches.       Mm. 

19 

.03589 

.9lld 

.042 

1.0668 

.041 

1.0414 

1   .04 

1.0160 

.0411 

1.0439 

20 

.03196 

.8117 

.036 

.8890 

.036 

.8890 

.036 

.8890 

.0351 

.8915 

21 

.02846 

.7228 

.032 

.8128 

.032 

.8128 

.031 

.7874 

.0321 

.8168 

22 

.02535 

.6438 

.028 

.7112 

.028 

.7112 

.028 

.7112 

.029 

.7366 

23 

.02257 

.6732 

.026 

.6350 

.026 

.6350 

.025 

.6360 

.0261 

.6629 

24 

.0201 

.5106 

.022 

.5588 

.023 

.5842 

.0226 

.6716 

.0231 

.5867 

25 

.0179 

.4546 

.02 

.5080 

.02 

.6080 

.02 

.6080 

.0212 

.5384 

26 

.01594 

.4048 

.018 

.4572 

.018 

.4572 

.018 

.4572 

.0194 

.4927 

27 

01419 

.8604 

.016 

.4064 

.017 

.4818 

.017 

.4318 

.0182 

.4622 

28 

.01264 

.8210 

.014 

.3556 

.016 

.4064 

•Olfl 

.4064 

.017 

.  .4318 

29 

.01126 

.2860 

.013 

.3302 

.015 

.3810 

.oir> 

.8810 

.0163 

.4140 

80 

.01002 

.2646 

.012 

.3048 

.014 

.3556 

.014 

.3556 

.0156 

.3962 

31 

.00893 

.2268 

.01 

.2540 

.0136 

.3429 

.OKI 

.3302 

.0146 

.3708 

32 

.00796 

.2019 

.009 

.2286 

.013 

.3302 

.012 

.3048 

.0136 

.3454 

33 

.00708 

.1798 

.008 

.2032 

.011 

.2794 

.011 

.2794 

.013 

.3302 

84 

.0063 

.1600 

.007 

.1778 

.01 

.2540 

.01 

.2540 

.0118 

.2997 

86 

.00561 

.1424 

.006 

.1270 

.0096 

.2413 

.0tiSJ5 

.2413 

.0109 

.2768 

86 

.005 

.1270 

.004 

1016 

.009 

.2286 

,0ll1:+ 

.2286 

.01 

.2540 

37 

.00446 

.1130 

.0086 

.2159 

.Oi'>sr> 

.2159 

.0096 

.2413 

38 

.00396 

.1006 

— 

— ~ 

.008 

.2032 

.0t>8 

.2032 

.009 

.2286 

89 

.00353 

.0896 

.^ 

.^ 

.0076 

.1906 

.©(►75 

.1906 

.0088  1 
.0078 

•€108 

40 

.00314 

.0797 

— 

— 

,007 

.1778 

.007 

.1778 

.1981 

VI. 

vn. 

vm. 

] 

[X. 

Z. 

Number 

Old  English 

Russia 

U.  &  standard  f (»• 

BriHsh  Imperial 

Needle 

of 

for  Brass. 

Iron. 

Wire 

ItandSrd. 

Wire. 

Gauge. 

Iron  and  SteeL 

Inches. 

Incbi^s. 

Mm. 

Inches. 

Mm.      » 

Inches. 

Mm. 

Mm. 

Inches. 

Mm. 

000000 









.469 

11.912 

.464 

ii.rsir 

„_ 

00000 

__ 

_ 

__ 

_ 

.438 

11.125 

.432 

10.792 

«^ 

0000 

.454 

11.631 

__ 

_ 

.406 

10.312 

.4 

10.160 

^_ 

, 

000 

.426 

10.795 

_ 

,_ 

.376 

9.526 

.372 

0.448 

, 

, 

00 

.380 

9.652 

— 

.^ 

.844 

8.737 

.348 

8.839 

, 

. 

0     . 

.340 

8.636 

__ 



.313 

7.950 

.324 

8/229 

__ 

_^ 

1 

.300 

7.620 

__ 

— 

.281 

7.1.37 

.3 

7.fj20 

.058 

1.47 

2 

.284 

7.213 

— 

— 

.206 

6.756 

.276 

7,(110 

.049 

1.26 

8 

.259 

6.578 

_ 



.25 

6.350 

.252 

tj^OO 

.042 

1.07 

4 

.238 

6.045 

— 

__ 

.234 

5.913 

.232 

r>,R92 

.036 

0.89 

5 

.220 

6.588 

— 

— 

.219 

6.562 

.212 

n..H84 

.029 

0.74 

6 

.203 

6.156 





.203 

6.156 

.192 

4..K76 

.027 

0.69 

7 

.180 

4.572 

.013 

.3302 

.188 

4.776 

.176 

4,470 

.024 

0.61 

8 

.165 

4.191  , 

.014 

.3556 

.172 

4.369 

.16 

4.^>64 

'  .022 

0.56 

9 

.148 

8.759 

.016 

4064 

.156 

8.962 

.144 

ri.iJ57 

.020 

0.51 

10 

.134 

8.403 

.01,8 

.4572 

.141 

3.581 

.128 

;t.251 

.018 

0.46 

11 

.120 

3,048 



.125 

8.175 

.116 

!2,046 

.0166 

0.42 

12 

.109 

2.768 

.0^ 

.6080 

.109 

2.768 

.104 

'2A\^ 

.016 

1  0.88 

18 

.095 

5.413 

.021 

.5334 

.094 

2.387 

.002 

2.:^36 

14 

.083 

2.108 

.022 

.5588 

.078 

1.981 

.08 

2.f*32 

. 

«^ 

16 

.072 

1.829 

.024 

.6006 

.07 

1.778 

.072 

l.J^28 

_ 

__ 

16 

.066 

1.651 

.026 

.6604 

.0626 

1.587 

.064 

1.626 



_„ 

17 

.058 

1.473 

.030 

.7620 

.0563 

1.430 

.056 

1.422 

___ 

»_ 

18 

.049 

1.2446 



.(»5 

1.2700 

.048 

1.219 

_^ 

__ 

^8 

.040 

1.0160 

— 

_ 

.0438 

1.1125 

.04 

1.016 

__ 

«__ 

20 

.035 

.8890 

— 

—. 

.0375 

.9525 

.036 

.914 

__ 

___ 

21 

.0315 

.8001 





.0344 

.8737 

.032 

.812 

__ 

__ 

22 

.0295 

.7403 

— 

__ 

.0313 

.7950 

.028 

.711 

«_ 

^_ 

28 

.027 

.6858 





.0281 

.7137 

.024 

.609 

__ 

__ 

24 

.025 

.6350 

— 



.025 

.63.'50 

.022 

.663 

__ 

«^ 

26 

.023 

.5842 





.0219 

.5562 

.02 

.608 



__ 

26 

.0206 

.5207 



— 

.0(88 

.4775 

.018 

.457 

__ 

«^ 

27 

.01876 

.4762 

, 

__ 

.0172 

.4368 

.0164 

.416 

^_ 

_^ 

28 

.0166 

.4191 

— 

^_ 

.0156 

.3962 

.0148 

.875 

__ 

__ 

29 

.0155 

.3937 

. 

__ 

.0.41 

.8581 

.0136 

.846 

__ 

___ 

80 

.01375 

.3492 

— . 

_ 

.0125 

.8175 

.0124 

.814 

__ 

_ 

81 

.01225 

.3111 

_ 

__ 

.0109 

.2768 

.0116 

.294 

__ 

_„ 

82 

.01125 

.2857 

— 

»_ 

.0101 

.2665 

.0108 

.274 

__ 

38 

.01026 

.2603 





.0004 

.2887 

.01 

.264 

___ 

84 

.0095 

.2413 

— 

— 

.0086 

.2184 

.0092 

.233 

__ 

- 

86 

.009 

.2286 





.0078 

.1981 

.0084 

.213 

__ 

___ 

86 

.0075 

.1905 

— . 

— 

.007 

.1778 

.0076 

.193 



__ 

87 

.0065 

.1661 

__ 

^_ 

.0066 

.1676 

.0068 

.172 



___ 

88 

.00575 

.1460 

.— 

— 

.0068 

.1600 

.006 

.152 

__ 

__ 

39 

.005 

.1270 

__ 

__ 

.0052 

.132 



_ 

40 

.0046 

.1143 

— 

— 

—     ' 

— 

.0048 

.121 

— 

— 
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ORB  DEESSma. 


VALUBB   of   MHSHBS    in   SCRSBN   SlZBS. 

A8  has  been  explained  In  1 152  this  method  of  designating  screens  Indicates  only  the  number  of 
holes  per  linear  inch  but  does  not  indicate  the  exact  size  of  the  hole,  which  will  depend  upon  the 
siso  of  wire  used.  The  W.  S.  Tyler  Company  give  a  customer  the  choice  of  seyeral  sixes  of  wire 
for  each  mesh,  but  what  they  call  their  "mining  wire  cloth"  has  the  slses  given  in  Table  408. 
According  to  the  author's  understanding  of  the  matter  these  are  the  screens  that  a  mining  man 
win  get  who :  orders  by  mesh  without  designating  the  sise  of  wire.  Screens  made  by  other 
companies  will  very  likely  show  yarlatlons  from  tnese  raluea  A  rough  rule  in  calculating  the 
size  of  hole  when  the  mesh  is  known,  is  to  assume  that  the  size  of  the  hole  is  equal  to  the  size 
of  the  wire.  Thus  a  lO-mesh  screen  has  10  holes  and  10  wires  per  inch  and  on  the  abore  as- 
sumption each  hole  would  be  1/20  inch  or  0.05  inch  wide.  How  close  this  rule  holds  may  be  seen 
by  studying  the  table. 


TABLI    408. — TTLEa'S    " 

MINING    Wira    CLOTH.** 

IronorSteeL 

Brass  or  Copper. 

Number  of 

Washburn 

Size  of  Opening. 

Number 
of  Meshes 

Old 
English 

Sise  of  Opening. 

Meshes 

ftMoen 

per  Inch. 

Gauge  No. 
of  wire. 

Inches. 

Mm. 

per  Inch. 

'^iS.' 

Inches. 

Mm. 

2 

8 

0.388 

8.59 

2 

8 

0.335 

8.51 

3 

10 

0.198 

5.03 

8 

10 

0.199 

5.05 

4 

11 

0.180 

8.30 

4 

11 

0.130 

3.80 

4 

12 

0.145 

3.68 

4 

12 

0.141 

3.50 

5 

IS 

0.108 

2.74 

5 

13 

0.105 

2.67 

6 

14 

0.087 

2.21 

6 

14 

0.082 

2.08 

7 

15 

0.071 

1.80 

7 

15 

0.071 

1.80 

8 

16 

0.062 

i.r>7 

8 

16 

0.060 

1.52 

0 

17 

0.057 

1.45 

9 

17 

0.053 

1.3& 

10 

18 

0.058 

1.35 

10 

17 

0.042 

1.07 

12 

19 

0.042 

1.07 

10 

18 

0.051 

1.80 

14 

20 

0.036 

0.91 

12 

18 

0.034 

0.86 

16 

22 

0.034 

0.86 

12 

19 

0.043 

1.09 

18 

23 

0.0305 

0.77 

14 

19 

0.031 

0.79 

20 

24 

0.027 

0.69 

14 

20 

0.036 

0.91 

22 

24 

0.022 

0.56 

16 

20 

0.0276 

0.70 

22 

25 

0.025 

0.04 

16 

21 

0.031 

0.79 

24 

25 

0.021 

0.53 

18 

22 

0.026 

0.66 

24 

26 

0.023 

0.58 

20       • 

23 

0.028 

o.sa 

26 

26 

0.0205 

0.52 

22 

24 

0.0204 

0.62 

26 

27 

0.0215 

0.55 

24 

25 

0.0186 

0.47 

28 

27 

0.0187 

0.47 

26 

26 

0.0179 

0.49 

80 

28 

0.0178 

0.44 

28 

27 

0.0169 

0448 

85 

30 

0.0145 

0.37 

30 

27 

0.0145 

0.3T 

40 

31 

0.0115 

0.29 

35 

28 

0.0120 

0.80 

45 

33 

0.0il2 

0.28 

35 

29 

0.0131 

0.38 

50 

34 

0.0100 

0.25 

40 

30 

0.0112 

l^ 

66 

35 

0.0086 

0.22 

46       1 

31 

0.0100 

60 

35 

0.0072 

0.18 

50 

32 

0.0083 

0.21 

70 

37 

0.0058 

0.15 

60 

35 

0.0077 

0.20 

80 

40 

0.0058 

0.14 

70 

37 

0.0078 

0.2O 

90 

42 

0.0044 

O.ll 

80 

38 

0.0068 

O.IT 

90 

39 

0.0061 

0.15 
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MiNBB*s  Inch  Mbasusb. 

A  miner's  inch  of  water  is  the  amount  that  flows  out  under  a  head  of  about  6  inches, 
through  an  opening  one  Inch  square  in  the  vertical  side  wall  of  a  measuring  box.  Thus  an 
opening  2  inches  high  and  4  inches  long  would  discharge  8  miner's  inchea  The  nkeasurement  is 
only  a  rough  one  since  the  amount  of  water  passing  through  wlii  vary  with  the  sise  and  shape 
of  the  opening,  the  thickness  of  the  plank  through  which  the  water  flows,  the  head  of  the  water 
above  the  opening,  the  distance  of  the  opening  above  the  bottom  of  the  measuring  box,  and  the 
character  of  the  approaches  and  of  the  fall  on  the  delivery  side.     Table  409  shows  the  discharge 


9i.  a  miner's  inch  in  cubic  feet  per  minute,  under  different  conditiona'* 
by  Bowie*  and  in  the  Tenth  Census  Ueport.*'* 


Further  d&ia  Is  given 


TABLB  409. — VALUBS  OF  ▲  MINBB'S  INCH.* 


i                OpeTilagB  %  luclm  Htgh. 

Opeiiiti^4  iDches  Hlj^h. 

LdORth  of 

H«ad  to 

Head  to 

Utmk  U> 

H{^4d  to 

Bead  to 

lle&d  to  OvDber, 

iD  taclLefl. 

C«flta-» 

Center* 

C^Dt«r, 

Ceutcr, 

l«Dt«r, 

T  Inebev. 

filncheo. 

fi  laches. 

7  Iticbcm, 

&IticD«fl. 

e  luolieB. 

Cu.  ft. 

Cu.  ft. 

Cu,  ft 

Ou.  ft. 

Cu.  ft. 

Cu.  ft. 

4 

1.1148 

1.473 

1  n«9 

I.;i20 

1.450 

1.570 

« 

1        1.305 

\4m 

1.596 

1.336 

1.4T0 

i.ees 

8 

i.i^m 

1  484 

l.ROO 

1,344 

1  4^1 

1.0O8 

10 

l.Ml 

1.4*i5 

1.602 

1.H49 

1.487 

1.616 

I'l 

i.m:^ 

1.487 

l.C\04 

\Mfi11 

1.401 

1.620 

14 

1.364 

1.488        '         1.604 

1.^54 

1.404 

1.623 

16 

1.365 

1.48^1      j      i.tvor. 

1.S56 

1.496 

1.626 

18 

1.365 

1.480        !        1  G06 

l.a57 

1.408 

1.623 

20 

1.565 

1.4(M) 

l.OOU 

i.itse 

1.409 

i,6ao 

22 

1.366 

1.4ni) 

1,607 

l.liG& 

1,500 

1.631 

24 

1.366 

1.41*0 

l.(i07 

1.360 

1.501 

1.632 

26 

1  ,a66 

1.490 

1,607 

1.361 

1.502 

1.633 

28 

1.367 

1.491 

1.607 

1.361 

1.503 

1.634 

SO 

K36t 

1.491 

1.0O8 

1.362       ' 

1.503 

1.635 

40 

\:Am 

1,492        1 

l.ftOS 

l.Z^^ 

1 .505 

1.637 

60 

1.368 

1.49a 

1.609 

1.364 

l.BOT 

1.639 

CO 

1.368 

1.493 

1.609 

1.J65 

1.508 

1.640 

70 

1.368 

1.49:1 

i,6oe 

l.'J65 

i.50g 

1.641 

80 

1,368 

1,493 

1.600 

1.366 

1.500 

1.641 

90 

1.360 

1.4&3 

1.610 

1.366 

1.366 

1.509 

1  641 

100 

1.361* 

1.4^1 

1.010 

1.509 

1.642 

*The  apertures  from  which  these  measurements  were  obtained  were  through  material  1^  inches 
thick,  and  the  lower  edge  2  inches  aboye  the  bottom  of  the  measuring  box,  thus  giying  full  con- 
traction. 

Hydraulic  Tablbs. 

For  data  on  flow  of  water  in  pipes,  loss  of  head,  etc,  the  reader  is  referred  to  Trautwine's 
Ciyil  Bnglneers*  Pocketbook. 

BiBLIOGRlPHT   FOB  THE   APPBNDIZ. 

This  will  be  found  at  the  end  of  Chapter  XXI. 


INDEX. 


Aanm,  C.  R SM.  lU,  UfT,  UH;  IIM 

on  galTanlo  ooopto  to  rvduM  bM*  owUlt....    m 
Abadle.  B.  R 166,  18S.  2M,  787.  U7S 

Abbott.  J.  W tn 

Aboorptlon  of  amalgam  by  ooppor  platM lU 

Acooloratod   Jlga    810 

Aooolorated  meebanlam,  air  {trounro  and  graTltf.    BIT 

cam  and  graTlty  In  Stats  coal  Jig BIT 

oam  and  apring BIT 

dlao    motion    BM 

bammor  and  apring  on  CoUom  jlga BM 

to  Jlga  BSI 

AcooosoiT  apparatus   MS 

Acid  water,  effect  of,  on  screens ITS 

In  mills   TBI 

metbods  of  nenthillslng  ITS 

Acme  gnlde   U8 

Action,    continuous   compared    wltb    Intermittent, 

tn  Breakers  H 

Action  of  Gates  Breaker M 

Jaw  and   spindle   breakers 6S 

steam  stamps,  principle  of US 

sabstances  in  a  magnetic  field TM 

trommela    S7S 

Adams.  J.   M SIS.  SS6.  SSO.  Ml.  SM.  SSI,  477,    717 

on   life   of   retort    70 

dimensions  of  Black  Hills  traps 77S 

form  of  riffles  in  mercury  traps 77S 

slope  of  plates  74t 

splaab  plates   7S9 

opinion  on  end  and  alde-abake  Tannora...e86.    IBf 

W.  J 787,  787,  117S 

Adbesion     8S1 

Do   Been   Diamond   Dressing   Wortu,    procoos 

of    Ml 

BImore  process  SSI 

use  of,  in  dressing  ores 4 

Adjustment  of  rolls Tl 

AdTsntages  and  dlaadTantages  of  air  as  comparsd 

wltb  water  SM 

of  mercury  wells  and  riffles  containing  mer- 
cury      771 

Advantages  of  action  of  Jaw  breaker  IB 

action     of     spindle     breaker 66 

concentration   1 

gravity   atamps  over   roUa  and   grinders SM 

hand  breaking   IS 

blgb  speed  of  rolls  M 

large  breakers   4S 

rolls  of  large  diameter   M 

eliding  block  mecbanism    BM 

"A"    frames    for    grarity    stamps 168 

Aggregation,   mineral,   effect  of  In  dressing  ores.       S 

Agitation    8M.    SM 

ratio,    definition   of    6M 

aising  followed  by Ml 

sorting  followed  by 881 

AglUtors    7M 

wheel    7M 

Alkinite.   speclflo  grsTlty  of UM 

Air.    adTantages  and   disadvantagos   as  compared 

with  water  SM 

concentrators,     Clarkson-Stanfleld     oentrifugal 

separator    SM 

Bdlson  dusting  chambers 816 

Hochstedt  apparatua  816 

Pape-Henneberg    separator    818 

using  a  continuous  blast  of  air 816 

which  project  the  particles  by  a  forao  other 
than' air  blast   SIS 

Jigs  no 

dry  blanket  8M 

dry  panning  MB 

Hooper  pneumatic  concentrator SM 

Krom's  pneumatic M4 


Air   Jigs.  Paddock •m^ 

Air  pressure  and  gravity '." ^ 

fi'^f"^^*""****  *»'^»   roasting  tried  on.'.".'*.\\\*    S14 

Alaska  Treadwell  Gold  Mining  Company [,  im 

■**"   1117,  IIM 

amalgam  squeeser  used  by »81 

mortar  block  in i^ 

..^      .        weight  of  stamp  blow   in '.'''    2M 

Albortlte.  specific  gravity  of itM 

Alblto,  specific  gravity  of tuZ 

Aldon  breaker  ' m      « 

Alexandria    Coal    Company *.**.'.'." .'.*.*.*.'.'.*.*.* !T!  117S 

Alice   Mill 1114 

Alignment   of   rolls i: 

^.l!*'^°.!v^'™    Company,   tests  on  hni^hiHi^l 
J!^  with   Wetherill   magnetic  separators....?!:.    SM 
Allevard.  France,  calcining  spathic  Iron  or*  at....       • 

hand  picking  at   m* 

roasting  spathic  iron  ore  at.!!!!!!!!! 814 

A...  r,^  ^* ^'^  ^^^  »»*«*^«*  »t !!!!!!  487 

AUIs  Chalmers  Company  iim     i,m 

Allls  Stamp   il4i   lii   US.    l3 

douils  of  cylinders,  water  used,  and  capacl^    IM 

^'•«   !    m 

mortar   houaing    jm 

rtni« !!!!!!!!!!!!!  us 

screens ««« 

■haft !!!!!!!:!!!*  m 

sUves  In   J3 

valve  action  jt! 

•ffloienoy     of !!!!!!!!!!'.  188 

framo  of  !!!'!"***  Uf 

mortar  housing  for «S 

power  for  ;;.'.*; j2 

safety   dovloos   in    u* 

•haft  of S 

•team  cylinder,    valves  In !!!!'!'    IM 

Ublo  of  detalla  of  mortar lag 

foundations  and  mortar  bods !!!!!!"    UM 

•Ilia   and    girders    ug 

AUoues  Copper  Mine    ]]    ^ 

Mill     ..........  low,  1107,'iioi',  1174 

mortar  housing  lining  for  stamp ifo 

Alma  Bmmons  Sludge  Mill   [\"    901 

"Alpha"   De  Laval  cream  separator!!!!!!!!!!!!!!!    8» 

Alslng   cylinder    9*4   mmm     mu 

Altenberg   classifier    !.!!!416!  Jtb!    ^ 

mine,   Aachen,    wash   trommel  used  at !    SSI 

separation  of  tin  ore  at 9 

Althans,    B 61,  112.  148.  MO,  MS.  7M.  MS.  UM 

Aluminum,    atomic   weight   of ngg 

bronze    cloth    screen [[    J74 

plate  screens   ,    174 

specific  gravity  of  usg 

Amador  County  Mill,  screens  ussd  In 174 

Mill     iS 

Amalgam    791 

Amalgam,  absorption  of.  by  copper  plates 7M 

amount  and  value  of,  at  the  Cross  mill 7M 

Amalgamated  plates,   amount  of  drop  on 748 

details  of  In  mills 787 

distributors  and  oolloctors  used  on 74S 

inside     J7I 

materials   of    747 

outside  '  781 

quality  of  copper  for 747 

slope  of  .'....    744 

speed  of  waves  and  thlckhon  of  films 746 

Amalgamating  new  plates 7M 

Amalgamating  pans  SM,    777 

bibliography  for   SM 

continuous  or  Boss  system  MS 

cost    of    260 

dies  for  246 

foundation    frame,    pan    bottom    and    centra 
cone '  S4f 


1200 


INDEX. 


Amalfamatlng  pani,  irlndlng  of S47 

Intermlttant  or  Uak  ■Tftem  of  worklns Stt 

loH  of  mercury  to  ISO 

lubrlcmting  of   t47 

method  of  nmnlng,  in  combination  mllli ftt 

power  for  Mt 

shoe  and  die  channel!  in S46 

aldea.   flange,   ring,   lining  and  coTon 244 

■Ise  of  etnff  treated  by   Mt 

spider,  driver  and  cap,  lubrication  and  grind- 
ing      UT 

■team  jacket  and  steam  pipe S4S 

hmc  and   method  of  working 24t 

vertical  and  horlsontal  ahafte  of t4S 

wear  and  Ion  of  iron  and  merenry  in S49 

weights  of  eplder  and  driving  cone  in MT 

wings,   muller,   shoee  and  pnlp  cvrrent  of....    S4S 

Amalgamation    7S0,  Ml,  8M,  IIM 

apparatus  used  for  T81 

bibliography  for   TIT 

combination  process  of 24t 

elfect  of  temperature  on T66 

m  a  bottle  UST 

km  of  gold  In  7M 

of  gold,   principle  of 4 

of  silver  ores 1107 

plate  »0 

Reeae  River  proeeas  of ttt 

Waahoe  process  of I4» 

Amalgamators T78 

amalgamating   pans    777 

Atwood    775 

Eureka  rubber  776 

OoM  King  777 

liuslo     777 

/^wfigam,    bullion   In,   after  squeesing 7SS 

cleaning    780 

distribution  of   764 

gold  and  silver  in  dally  and  hard 76S 

of  gold  T81 

plain  copper  plates  coated  with 747 

retorting  Wl 

sliver    '« 

sodium    WO 

apeclflc  gravity  of IJJJ 

squeesing    25 

American  ball  pulveriser 164 

bibliography  for   >•• 

Concentration  Company,  cam  and  spring  used 

by    MT 

Developing  and  Mining  Company lOtS 

rock  breaker  •••.    .gf 

Steel  ICanufacturers'  Association 171.    117 

Ammeberg   Mill    MS.  1086 

sieve  scale  at ^^ 

Sweden    *W 

material  of  bottom  bed  at 674 

removal  of  slimes  by  classifiers  at S7S 

toasting  for  porosity  at «» 

separation  of  blende  at * 

UtBch    jig    used    at BM 

Amount  and  temperature  of  the  water  In  gravity 

sumps  « 

of  throw  in  Jigs w* 

Amphibole,  specific  gravity  of ••••":  •ill-  HH 

Anaconda  Copper  Mining  Company.  .77,  984.   1181.  1181 

hydraulic   classifier 886,    476 

deUlls  of  In  mills »« 

Analdte.  specific  gravity  of HM 

Analysis    of    Morlwn's    curves    of    velocity    of 

■tamps  ^B 

Anchor  Mill  roasting  ore  for  magnetism  In 814 

rpeed  rate  of  Jigs  In 8W 

Andalnslte.    specific    gravity    of 118S 

Andesine.  specific  gravity  of 1188 

Andesito,  weight  of 1190 

Andesitle  braccia  and  pbonollte,  crushed  at  Flor- 
ence, Colorado  IW 

Andree.  Th  11" 

Andrews'   dredging  pump   868 

Angle   of  nip   of   rolls 88 

AnglesUe.   specific  gravity  of 1188 

Angleur.    double    discharges    on    Jigs    at 684 

Anhydrtte,    specific   gravity   of 1188 

Ank^rlte.    specific    gravity    of 1188 

Anna  and  Adalbert  Works.    Prslbram 488 

dressing  works,    Przlbram 1096.  1177 

rtamp    mill,  splfsffiffen    used    at 488 

Annealing   copper   plates,    method   of 747 

Anorthlte,  specific  gravity  of 1188 


to 


Anthony,   W.    A 

Anthracite,   angle  of  nip  required 

specific    gravity    of 

Antimony,    atomic    weight    of 

specific  gravity  of 

Ansin  Company,  apparatus  for  air  concentration. 

Apatite,  specific  gravity  of 

ApophylUte,    specific   gravity  of 

Apparatus,    accessory    

used  for  amalgamation 

Appendix,  bibliography  for 

Appleby,  C.  J 

Appliances  for  conveying  and  elevating  ore  and 

water    

Application  of  riffles 

Apron  plates  

Aprons,  used  in  feeding  Jigs 

Angonlte.    specific  gravity   of 

Arcadian  Mill 

Archer  breaker   67,    68, 

Archimedean  scraw  conveyor 

Area  of  discharge  in  gravity  stamps 

Argall  four-cylinder  drier  

Argall,   Philip   89,   97.   88S. 

data  on  sampling 

Argentite,    specific   gravity   of 

Argon,    atomic    weight   of...* 

Armltage    

H.    B 476w 

on  ntaterlal  for  bottom  beds 

Arrangement  of  holes  in  ■creens 

machines  .in  mills  

plates    

trommels    

Amstra  or  Drag-Stone  Mill  838,  887. 

bibliography    for 

used  in  California  

Arsenic,  atomic  weight  of 

specific  gravity  of 

Arsenollte,   specific  gravity  of 

Arsenopyrite,    specific    gravity    of 

dressing 

mill   

Asphaltum,    specific    gravity    of 

Assaying    

Assay  office  

Assay  of  products  of  Paddock  air  jig 

Ataeamite,   specific  gravity  of 

Atlantic  Copper  Mining  Company,  launder  in 

Mill    148.  U81,  U7i, 

capacity  of  Evans  classifier  at 

slime  Ubles  in    

eost  of  crushing  at 

by  steam  stamp  at 184. 

'  in  

details    of    cylinders,     water    nssd,    sad 

capacity     

screen  for  stamp  

mortar  housing  lining  for  stamp 

Mining  Company  

Atmosphero  

Atomic  weights,  table  of 

Attachment  of  screens  

Atwood  amalgamator 

M.  

Aurora  Mill,  pointed  boxes  in 

Austin.    W.    L 824.  281.  280.  881.  886.  478.  787, 

estimate  by.    of   wear  of  shoes  and   dies  te 

Harahaw  mill   

Australian  Mills,  arrangement  of  plates  la 

slope  of  plates  In 

Australia,  riffles  containing  meroury  la 

Austrian  graphite  mill,  continuous  kleve  In 

Author's  tests  on  jigging  mixed  sises 

suction  

Automatic  discharge.  GapCaia  Barrls  atnMCpbarle. 

double    

in  Jigs,  gate  and  dam  

intermittent   

pipe  diecharge  

stay  boxes  for 


94 

1188 
1188 
1188 
817 
1188 
1188 
812 
781 
1197 


728 
740 


1188 
181 


1017 
848 

1188 


674 
168 
1107 
742 


881 
1188 

1168 
1188 
1188 
1879 
lllT 
1188 
U6I 
U60 


878 
1180 
186 
697 

a 
u» 

126 

126 
121 

120 
1181 
1188 
1188 

866 
776 

828 

m 

U74 


742 
746 
710 


Cornish  feeden  86i 

Gates  feeder  854 

Hendy's  Challenge  862 

roller  feeder  88« 

sliding  block   feeder ^^ 

Tulloch  feeder  8M 

Axlnlte,  specific  gravity  of 1188 

Asurlte,  specific  gravity  of ^ 1189 


INDEX, 


1201 


BabbKt  metal   761 

Back  plates,  diaadrantacea  of ITS 

Badoareau,  A 477 

Baffle  board  ■cttUns  tank 459 

Bailey,   O.   B 1181 

Baker.  O.  W 68.  110.  888.    888 

Ballol  Mill    1184 

Ball.   C.    M 888,  808.  888.  1176.  1170 

Mills   180 

blbliograpby   for   888 

Bmekner  180 

Orflaon   MO 

Jenlach    Ml 

Krupp    800 

■iaing  teit  of   816 

Ball  mill  teat  1168 

Ball-Norton  aeparator.  prodoeU  of  In  minea 7M 

or  Monarch  magnetic  aeparator 787 

Ballon,   B.   L 1184 

Ball's    "RerolTlng   knife  bnddle" 888,    884 

rules  for  power   808 

Ball  stamp    114.  148,    148 

details    of    cylinders,    water    need,    and    ca- 
pacity      IM 

dies   1« 

rings  188 

screens    Ill 

shaft   IM 

sUtos  in   IM 

▼alTo  action  117 

efficiency  of  m 

frame  of  IW 

mortar  honsing  for 118 

power  for  181 

safety  devices  In 117 

steam  cylinder  in HI 

Uble  of  deUils  of  morur IM 

fonndationa  and  mortar  beda  for 118 

mortar  housing  linings  for IW 

sills  and  girders 118 

Bally  balanced  cam   Ml,    IM 

Bank,  depth  of,  in  trommels 880 

Banner  mine,  mortar  block  In 148 

Barber.  O.  M JIM 

Barbour.  T.  J HM 

Barlte.  angle  of  nip  required  to  crush 84 

Barlte,    specific  grsTlty  of IIM 

Barium,    atomic    weight   of lltt 

Bamhardtlte,   speciflc   grarlty  of IIM 

Barahart,  O.  A 184 

Barrels,    dean  up    M4 

Bar  riffles  711 

In  Mill  M 714 

Bar  screens   8M 

Barth,    C 111.    Mt 

K  80,    141 

Bartle  pnlTeriier  Ml,    184 

Bartlett    1004,  1118 

drlTlng  mechanism  1161 

F.      L 491,  1181.  lin 

J.  c tn 

mill   1006 

picking  table  4M 

table   878 

Bartsch  breaker  61 

fixed  circular  convex  slime  table  used  by....    881 

Bams.    C 477,  478,  UM 

resulta  of  experlmenta  on  clay  and  trlpollte 

partlclea    474 

Rasln  wsshers  for  dislntagratlng  clay 885 

Batea    1161 

belt    «7 

mechanical    888 

BatUry  cloth,  brass  171 

Iron  171 

In  gravity  stamps,  stay  and  overflow 114 

Baogh*s  Mill  Ml 

Baum  coal  jig   618.    681 

advantages  of  618 

air  pressure  and  gravity  687 

dlsadvantagea  of  618 

Bauschlnger.    J 818 

Bauxite,   speciflc  gravity  of IIM 

Pnxter  breaker  68,  58.  80.      81 

Bayllss.  R.  T 194,    787 

^«  V  State  Mining  Company lOM 

B^arb    Glen    mine,    products    of   Wenstrom    mag- 
netic   separators   at 808 


Bearings   and   collars 180 

for   shafU    71 

Beaumont,    W 68 

Becker  Foundry  and  Machine  Company 80 

O.    F 290.  Ml,  M6,  7M 

Becket  Foundry  and  Machine  Company 78 

Bed,   bottom,   definition   of 4W 

of  pulp  on  the  belt  in  vanners 660 

Bell  discharges  in  Jigs 5a 

Bellom,    Maurice.... 82.  67.  60.  61.  8M.  8W.  4n.  477. 

491,  641,  7M.  8M,  887.  1176.  1186 

on  finest  else  Jigged 606 

on  thi«e  mineral  separation  in  jigs 680 

Bslt.  batea  667 

bed  of  pulp  on.   in  vanners 8M 

B'ssdel    647 

eanvas.   used   in  Mill   41 660 

c<mveyors.  endless  Ml 

rubber    868 

corrugated   647 

film   tables    697 

Bronton  table  6M 

Castelnau  table   M8 

Ferraris  table  6M 

Uren   table    MS 

Belt  In  Fme  vanner 647 

Belting    ion 

Ben.  Loring  647 

rope  and  plate  conveyors,  for  hand  picking....  4M 

travel  of,  in  vanners  8M 

Woodbury    647 

BeKs  and  pulleys,  table  of 187 

comparative  resulta  with  plain  and  with  cor- 
rugated      860 

link    8M 

Benedict.  W.  de  L 8M.  8W.  UM 

Beneon  Mines.  N.  T..  capacity  of  plant  at 7M 

producta  of  Ball-Norton   separator  at 7M 

Berdan's  antalgamatlng  pan Ml 

Berlin.  Testa  on  strength  of  stone  at 801 

Bertha   Zinc   Company    UM 

Works  1108 

Berthlerite.   specific  gravity  of IIM 

Bertrand  Mill    HO 

Beryllium,  atomic  weight  of UM 

Beryl,   speciflc  gravity  of UM 

Biblfoicraphy  for  accessory  apparatus 8M 

amafsantatlon    87< 

appendix  U97 

elaaslflers   476 

elevators  and  eonveyora  884 

feeders  and  distributors SM 

fllm-slsing  tables 717 

gravity  stamps  Ml 

hand  picking  4M 

kleves  717 

launders    8tt 

laws  of  clssslfylng  by  frse  settling  In  water.  476 

crushing   116 

jlmrlns    tM 

magnetic  concentration,  and  roasHng  tor  mag^ 

netlsm    8tt 

milling    1178 

minor  prooeeses  SM 

percussion  tables   717 

pneumatic  concentration  887 

preliminary    crushing    66 

washlnff  M4 

pulverisers    other    than    gravity    stamps....  IM 

riffles  717 

rolls    IM 

sampling    M4 

Bising  screens  snd  principles  of  screen  sislng..  884 

spring  and  pneumatic  stamps 148 

steam  stamps  141 

vanners  787 

Bllhars  circular  plunger  jig 618 

circular  sieve  power  jig 504 

hydraulic  elassifler  476 

Improved  Rlttlnger  tpUOvtU 478 

Bllhars.     0 64.  66.  IW.  141.  IM,  Ml,  Ml,  M6- 

MS,  881.  884,  884.  478,  4M,  8M.  641,  848,  787. 

7M.  Sn.  Sn.  U7S-1178.  UM.  UM 
advantages  of  Bllhars  over  Rlttlnger  sptts- 

httU 476 

oblonir.  movable  sieve  power  jig f^ 

O.    spCfsiMtte   designed    by 4M 

♦h-orv  of  frse  settling,  eta *i^ 

ttftUMWtte  471.  477 

tables    OM 


1202 


INDEX. 


Biuak,  jowph  m,u$,vm 

Bina  and  replying  floor* Ml 

coostnictlon  of  MS 

dlaebargo   chuto    la MS 

intermodUte  iO 

of  staa.ps  ISt 

Blotlte.  •paclfle  graTlty  of llSf 

Birklnbino,   J 61«  ST.  811,  1111 

Blrmincham  Iron  Foundry Tf 

wire  gattgo  t4S 

Blamuth,    atomic    weight    of USS 

Blamuthlnlte,   speclflc  graTlty  of 1181 

Blanratta,   apeclflc  graTlty  of 1188 

Bltvmlnons  eoal.  apeclflc  grarlty  of 1188 

BUck   HUla  trap 778 

Blako  breaker  IS,  68-81 

author*  a  teat  on  aamplea  cmahed  In Sll 

oomparatlTO  wear  of  met«la  for  Jaw  plates 

m   48 

comparleon  with  Dodge  type 88 

description  of 18 

deUlla  of  alaea  of 16 

horse    power   required 17 

Instructions    for   mounting 18 

lead  and  allver  ore  crushed  In 874 

msde  by  Gates  Iron  Works,  movements  on.  M 
material    from.    tr»ted    In    dry    crusher....  874 

operation  and  adjustment  16 

table  of  moTements,    made  by  the  Farrel 

Foundry  and  Machine  Company M 

Uble  of  alses  of  17 

Von  Reytt's  tesU   In 108 

wear  of  88 

Challenge   rock    breaker SO,  68 

B.   W IS 

ICarsden    breaker 66.  68 

multiple  Jaw   breaker 18,  €1 

roTcrberatory   furnace   designed   by 818 

T.    A 80,  48.  67.  68,  60.  869.  286,  1176 

W.   P.   ..  67,  148.  889,  478.  640,  648.  788.  888.  888.  1176 

Blending.   L 788 

Blandy.    J.    F 14S.  148 

Blanket,   dry   885 

Ubles   708 

deUlls  of   In   mills 708 

Blanton  cama  198.  285.  228,  839 

Blaadel  belt   M7 

Blasting  In  the  mine 8 

etrect   of.    In   ore   drees'ng 8 

Bleiberg,  Belgium,  product  of  Rittlnger  Ubles  at.  688 

Blende,   crushing  by  rolls 62 

separating    from    quarts 720 

separation   of   at    Ammeberg 9 

weight  of  1190 

Bleyberg,    double    discharges   at 6M 

mill.    aleTe   scale   at 867 

Blinding  of  screens    878 

Block   system,    in    hand   picking 481 

BlOmeke,  C 298,  296,  860,  886.  ATI.  492,  641,  728. 

834,  836,  837.  889.  1177 

on   capacity,    etc..    of   Jigs 697 

labor   for  running  Jigs 604 

length  and  number  of  strokes  In  Jigs..  694 

Blue  Bird  Mill,  s'slng  test  in 281 

"Blue  ground."   weight  of 1191 

Bobtail  Mill,  dimensions  of  mortars  in 166 

rate  of  crushing  In 166 

weight  of  stamps  and  mortars IM 

Bogardua  eccentric   mill 838 

bibliography    for 892 

James,  eccentric  mill 268 

B9hme.    Dr 816 

Bolton,     R 60 

Bolta   for   holding   down   mortar   In    stamp   mill. 

Uble   of    160 

Bolzenmuhle  886.  89f 

Bonansa  Company  469 

Mine,   deUlls  of  stamp  mill  practice 221 

Booth  breaker  60 

combination  breaker  60 

Borchers.  W 887 

Borgmann  and  Erode  morable  grissly  bars 386 

revolving  grlszly  bars 886 

Bomlte,   specific  gravity  of 1188 

Bomsteln    1188 

Boron,   atmolo  weight  of 1188 

Bosses   or    stamp   heads 186 

RockeU    in    187 

table  of  deUils  of 186 

Boss,    M.    P 239.  244.  426 


MS,   M.   P.,   dies  made  by 246 

muller  and  shoes  made  by S4i 

shoe    and    die   channels    In    amalgamatlnc 

psn  of  SIT 

PM»    841.  881 

deUlls   of  pan,    pan   bottom,    and   eentral 

cone     KS 

shafU   used   for Mg 

steam  JaokeU  in S44 

■yatem   290.  S9i 

of  working  amalgamating  pans 848 

tubular  classifier    418 

and    MonUna    Consolidated    Copper    and 

Silver  Mining  Company fw 

Bottom  bed  in  Jigs,  definition  of 486 

material    of sr4 

else  of  grains  of 67S 

thickness  of 676 

Bonmonlte,   specific  gravity  of list 

Bower's  rolls  iii 

Bowie.     A.     J.,     Jr.. 67.  IM,  166,  SM,  884.  886.  787. 

1006.  U78.  1174.  lltr 

hydraulic  mining  tu 

on  grade  of  a  aluloe m 

timber  rlflle  blocks m 

Bos  clssslfiers.  surUoe  current 488 

whole  current  44g 

Boxes  or  bearings  for  shafU 78 

Box    traps     TfJ 

Bradford  Jigs  04 

eccentric    Jig    509 

washer   tU 

Brass  battery  cloth,  Tyler  double  crimped 171 

cloth  ecreena   174 

Brann's  Jig,  double  discharges  In 6M 

liquid     UM 

Brsakers,   advanUges  of  large  over  saaali.: 48 

Blake    n 

Challenge     m 

compared   with   Dodge a 

multiple  Jaw   a 

Brennan   and   Young u 

Buchanan    rock    a 

Comet  41 

Uble  of  deuila  of 41 

Dodge  a 

duplex n 

essentlala  of  4f 

Forater    a 

Fulton  Iron  Works a 

Gates    a 

action    of    a 

Iron   Worka    a 

Uble  of  detalla  of a 

general    consideration    about 47 

QIant   Rock    a 

Hercules   Rock.    Rendy   Mschine  Works a 

i*^  18,  a 

Jaw,    general   remarita  on a 

Krom.  movement  on  In  Mill  tt M 

large  ^trwvm   small 48 

lever  pettem  of   Blake tl 

Lowry  National  41 

McCully  gyrating   44 

Uble  of  sises  of 44 

MinneeoU    Iron    Mine a 

Monarch   (Blake   type)    a 

of  Blake  type    a 

Brennan  and   Toung 21 

Buchanan  Rock  a 

Colorado  Iron  Worka a 

deUila  of.  from  the  mills a 

duplex  breaker   n 

Frledrlch  Krupp  Qrflsonwerk a 

Fulton  Iron  Works a 

Gates  Iron  Works a 

Olsnt  Rock  a 

Hercules    Rock    Breaker.    Bendy    Maehfaie 

Works  a 

Krom's  Sectlsaal  Breakers U 

lever  pattern   a 

MlanesoU  Iron   Mine a 

Monarch   Breaker   a 

Riadon  Iron  Worka a 

sectional  cuahtoned  eruaher a 

Union  Iron  Works  breaker n 

Walbum  and  Swenaen 29 

quality  of  crushing  by 47 

.    R'sdon    Iron    Works a 

rock  IS 


INDEX. 


1203 


Bnakera.  Rutter  4B 

Sclmns   n 

Mctioiml,    Krom'a U 

MCtlon   of   Krom'a   SUadard    U 

■iMS   of   Monarch tl 

■plndle  or  gyrating S6 

Uble  of  comparative  tcata  of 46 

daUlli  of '. 4f 

StnrteTant  Roll  Jaw 81 

Union  Iron  Worka • 21 

QM  of  water  In 4t 

wear  of   Dodge 31 

Weetem  Wheeled  Scraper  Company SS 

Breaking  bj  hammem,    hand  aledgea 10 

with  or  without  hand  picking • 

emahlng.    comminuting    8 

genera]  considerations  abont  4T 

Breccia,  andesittc.  crushed  at  Florence.  Colorado.    108 
Breckenrldge,    Colorado,    ore    omahed    In    Orlffln 

mill   184 

Brelnlgerberg    mil    at    Stolberg,     four-aleT*    Jig 

used   In   688 

capacity,  etc..  of  jlgi  In 69T 

Brennan   and   Young 81.  1066 

Brennan  breaker  60 

Brewer.  W.  A 886 

W.    H 1188 

W.    If 1180 

Brlart  bar  screen   S4€.  884.    886 

movable  grissly   bars 880 

Bridgman,   H.    L 884 

Brlnje's   breaker    68 

Brink  and   HQbner  disintegrator 886.    884 

bibliographj  for 208 

capacity  of  at   Mannheim 880 

BrIUnnia  United  Mill,  method  of  neutralising  add 

water  'n •  •  •  • .    1^8 

temperature  of  battery  water  In 708 

Brlttleness,  effect  of  In  dressing  ores 8 

under   crushing   force    801 

Brodie    Breaker    00 

Broken  Hill  Mill 1100 

Broken  Hill,  New  South  Wales,  Collom  jig  used 

at   0« 

Hancock  vanning  Jig  used  at 604 

Broken,  ore.   weight  of 1100 

Bromine,  atomic  weight  of .*.«.•  1188 

Bromly.    A.    H 1181 

Bromyrlte,  specific  gravity  of 1180 

Brooklleld    Mining    Company 1100 

Brooklte.  specific  gravity   of 1180 

Brooklyn  Chrome  Steel  Works. 188 

Brough,   B.   H ........884.  1170;  1186 

Brown  and  Sharps  ITS.  UM.  1196 

Brown  coal,  specific  gravity  of 1180 

Browne  hydrometric  conical  slser :.;...    400 

dimensions    of    i ...:.... ; «. . .    408 

sizing  of  products  of ;.    410 

Brownell  flange  047 

Browning,    P.    D 280.    780 

Brown.    R.    0 227i    788 

Brown's  breaker  68,     60 

spindle  breaker  00 

Brucfte.    specific    gravity    of 1180 

BrQekner  ball  mill 888,  800.    208 

Brunswick   mill,   wear  of  iron   in  pans   In 840 

Bmnton.    D.    W 74,    884 

designs  for  rock  houses M6 

experiments  with  cone  hydraulic  classifier....    476 

rules  for  sampling  860 

sampler 847 

table    008 

Bryan    Mill,    bibliography   for. 205 

compared  with  Huntington  mill 278 

stamps   872 

sising  test  of  Uillnga  278 

used  in  California   881 

Bryan  Roller  Quartz  Mill 286.    271 

dimensions    of    872 

Bnchal.  L 220.    478 

Buchanan     breaker     01 

table  of  movementa  of  old 23 

C.    0 1178 

granulator   60 

magnetic  separator  808 

rock  breaker 28 

universal  breaker  60 

Bnckbee,  Arthur 1040 

Bucket  conveyor  •..* 860 

elevators  802 


Bucket  elevators,  oapaelty  864 

■ample  646 

Buckets,   elevator,   materials  for 8(4 

Buddie  Jig    618 

Buddies    704 

rectangular   TOO 

round    concave    TOO 

convex   704 

tye  TOT 

Buffalo  Hump  Mining  Company   r54 

Bnhratone    Mill    662.  297 

bibliography  for   291 

Building  tables   704 

Bullion  Beck  and  Champion  Mining  Company....  020 

Bullion,   fineness  of 786 

In  amalgam  after  squeezing T88 

BumRlng  and  Jerking  Ubles OCT 

tables,  action  of   644 

end-bump    tables 680 

Hendy   concentrator    088 

Salzburg   table   682 

table   of   deUils   of 682 

Hill   and   Sullivan   Mill 1I88 

Mining  and  Concentrating  Company...  08T 

Burden.    J.    A T88 

Burllngame.   B.    E..    data  on  sampling 848 

figures   on    sampling    662 

BurthO.    P.    L 224,  201,  1176 

Butte  and  Boston   Mill 28> 

Mining    Company    ft% 

cost  of  die,   etc.,  at ..121 

ore     110 

sising  test  on,  crushed  by  steam  sUmps..  185 

Reduction    Works tsr 

side-Jerk    tables    at 674 

test  on  ore  at   674 

Butters,   Charles   .,,...  1164 

data   on   sampling   .,...»...  840 

figures  on  sampling 862 

Butter's  patent  grinding  and  amalgamating  pan, 

283,  298 

BOttgenbach     1151 

hydraulic   classifiers    ^ 47C 

P    , 1181 

Bflttgenbach's  classifier 479 

pointed    boxea    478 

separator 44? 

C 

Cabarceno,    Spain,   wash  trommel   used  at 380 

Cadmium,  atomic  weight  of 1188 

specific  gravity  of   1189 

Caesium,   atomic  weight   of % 1188 

Calamine,    apecifio   gravity    of < 1180 

Calcining   for  friability,    at   Allevard.    Fn^noe....       f 

Altenberg,    Saxony    »^ f 

Ammeberg.    Sweden f 

in    North    Carolina   f 

with  or  without  quenching  by  water f 

Caldte.   angle  of  nip  required  to  omsb M 

specific    gravity    of 1180 

Calcium,   atomic  weight  of • 1188 

Caldecott,    W.    A 1178 

Caledonia    Mill    168 

bullion  In  squeezed  amalgam  in 788 

details  of  screen  In 170 

dies   used   in 180 

dimensions   of   mortars   in 166 

fineness   of    bullion    in 786 

loss  by  melting  In T84 

mouth  of  mortar  in 167 

rate  of  crushing  in 106 

running    cost    in 64 

screen    ftames    In 177 

weight  of  stamps  and  mortars i...    164 

Caledonia    mortar    228 

Callfonls    gravity   stamps   188 

efficiency  of.  compared  with  steam 184 

California  Mill,  number  and  height  of  drops  in..    214 

silver  mill 1174 

stamp  mill   144 

stamps     210 

system     224,    227 

of  stamp  milling  1080 

Gallon.      J.. 66.  109.  223.  815.  884.  402.  080.  727.  887.  1173 

theory  of  free  sKtling,   etc 47S 

Calumet  and  Hecia  Mill 142,  1184 

Hunt*n«ton   mill   in .    281 

mortar  housing   lining   for  stamp 120 


1204 


INDEX. 


Calumet  and  Haela  Mlnlns  Oompany 141,    MO 

QlASBlfisf 891 

Mill,    stslng   toata   in SO 

Cam  and  graTlty  In  Btuts  Jiga 6S7 

spring  In  Jiga 637 

Camm«tt  table   676 

Camronz   breaker    68.      61 

Cama    191 

Blanton     198 

design  of   196 

friction   and   lubrication   of 194 

Cam   abaft    190 

and  bearinga,    table  of 191 

Cama,    lateral    thrust    of 196 

right  and    left   hand    196 

aelf-tightenlng    198 

Ubie   of   deUila   of 19S 

Inacriblng  drclea  and  clearance 196 

Cam    sticks    199 

template  198 

Canada  Corundum  Oompany   1078,  1188 

Mill    HIT 

Cannon   ball   mills    ZSl 

Oanvaa  belts  1094 

belt  uaed   in   Mill   41 660 

shield  for  acreena   177 

teblea  700.  1166,  1161 

deUUs   of   In    mills    708 

Capacity,   hydraulic  water  and  power  for  jigs  In 

Bills,  Uble  696,    69T 

of   blende  jigs   of   Southwest   Missouri 60S 

conical  slime   table    697 

Huntington  mills  880,    881 

jaw  and  spindle  breakers 68 

Jlga    699 

rolls  100 

settling  tenk  16   feet  square 466 

steam     stamps 136.    180 

on  ore  of  Mill  48.  Uble  of 180 

trommela    869 

Tannera   662 

Cap,    in  amalgamating  pane 847 

Captain    Harrla    atmospheric    discharge 688 

John  Richards  discharge  680 

Carat,  value  of  a 1081 

Carbon,    atomic   weight  of 1188 

Carcanagues  788,  1176 

Care  and  purification  of  mercury 78S 

of    m'llB    1114 

Carey  Mill   891 

portable  pulTerlz'ng  mill    888 

Carkeek,  James,  hydraulic  classifier 416,  476,    477 

John,  slope  of  launders  used  by 87S 

slope    for    launders 874 

Carlisle  gold  sUmp  mill 1180 

Camall    wash    trommel    884 

Cam    Dochan    mines.     North    Wales,     Clarkson- 

Btanfield    centrifugal     separator    at 880 

Carpet  or  blanket  surfaces  for  plates 760 

tables   708 

deUlls  of  in  mills 708 

Carr  disintegrator  886,    884 

bibliography  for 898 

Uble  of  deUils  of 885 

Carrick.   J.    T 1178 

Carr.  M 898 

Carter.   P.    L 789 

Caasttorlte.   specific  grsTity  of 1189 

Castelnau  Uble  698 

Cast   iron,   (qwclfic   gravity   of 1189 

Catherine    (Australia)    Mill,    wear    of   shoes    and 

dies  In  183 

Casln.    F    883 

P.   M.   P 476,  640.    641 

Celestlte.   specific  gravity  of 1189 

Cement    Gravel    Drift    Mining    Company,    sising 

test    in    Mill    of 311 

treated    In    DodRe   Improved    pulveriser 263 

Center    discharges    In    jigs 683 

Centimeter  1187 

Central  cone  of  amalgamating  pans 341 

Lead    Company    917 

Centrifugal    force     890 

effect  of  In  trommels 878 

of  Huntington   Mill 378 

separation  by 887 

machine  separating  coal  820 

pumps  for  sand  and  water  868 

us'd    for    elcvatlnft    mill    pulp 870 

separators,  "Alpha**  De  Laval  cream  separator    827 


Centrifugal  separators.  Clarkson-Stanfleld 8M. 

Pape-Henneberg  

Peck  

Gerargyrite.    specific   gravity    of 

Cerium,   atomic  weight  of 

Cerussite.  specific  gravity  of 

Chabasite,    specific    gravity   of 

Chalcoclte.   specific  gravity  of 

Cbalcopyrite.    crushing   by  rolls 

separation   from   quarts    

sising  teat  on 

specific   gravity   of 

Challenge  feed  clutch   

Rock  Breaker   

Chalmers,  estimate  of  ooat  of  hand  picking  on  the 

Rand  

Chalmers.  J.  A 

Chalon,    P.    P 237. 

Champion   breaker   

Chance.   H.   M 112, 

Change  of  magnetism  by  heat   

porosity    by    heat    

Channels,   shoe  and  die  in  amalgamating  pans.. 

Charleaton    Mill 324, 

Charleton,    A.    0..66.    60.    lU.    289.    290.    296—298, 
476,   492,   789.   1124,   1127.    1173.   1179.   1182.   1184, 

hydraulic  classifier 

ore    concentrator     

Chase  

H.  8 838. 

Chatard.   T.    M 1148.    1149. 

Chateaugay    Ore    and    Iron    Company 69. 

produeU  of  Wenstrom  separator  at  mine... 

Tailings  Mine.   producU  of  Ball-Norton  sepa- 
rator In 

'*ChaU.**    definition    of 

Chaumels   

Cheese-acoop  aampler    

Chemlcala,  coat  of.  in  pan  amalgamation 

Chicago  and  Aurora  Smelting  and  Refining  Com- 
pany     

Iron  Worka 

Chill  Mill   

Chlam.  R.  B 

Chlorinating    gold    ores 

Chlorine,    atomic   weight    of 

ChoeUw  Coal  and  Railway  Company 

"Choke"  crushing  48; 

Chondrodite,    specific    gravity    of 

Chrome  Steel  Works 61, 

Chromfte    

mill,  in  Newfoundland  

Newfoundland,  afstng  teste  on 

specific  gravity  of 

Chromium,  atomic  weight  of 

aiieclfic    gravity    of 

Chryaoberyl.   apeeific  gravity  of 

Chryaocolla,    apeclflc  gravity  of 

ChryaoUto.   apeeific  gravity  of 

Chuck  block  

ChuquicamaU.   disintegrating  ore  at 

Church.    J.    A 890,    391.    788,   887,   1175^ 

Cinnabar,    apeclflc    gravity    of 

Circular    jigs 

slime  Ubies.  operation  of 

City  and  Suburban   Mine.   deUils  of  stamp  mill 

practice  

Clarifying  reaervoira  

Clark.    A.    J 788, 

D.   K 818. 

B..  Jr 67.  33«.  888.  476,  493,  640.  738,  838, 

Ellla.   Jr.,   on  power  in  jiga  at  Prsihram.... 
resulte  of  roasting  ore 

on  length  and  number  of  strokes  In  Jlga 

Clarkaon-Stanfield  centrifugal  aeparators. 

Clarkson,    Thomas    

CUrk  Uble  

Classification  by  free  settling  

of  magnetic  separators 

pulverisers     

rolls 

Claisifler.  Altenberg 

at  Bngis    

Calumet 

Ferraris  hydraulic  

Gates'   hydraulic   

James  Carkeek  

Meinecke    

Rlchards-Coggln  or  Calumet 


828 
888 
828 

118S 
1188 
1189 
1189 
1189 
63 

720 

99 

1189 

657 


4V7 

1178 

316 

58 

UT9 

4 

4 

346 

1174 

11«S 
478 

437 
1135 
1176 
1176 
1176 

803 

7M 
969 
1178 
S44 


1167 
1188 
1189 
96 
1189 

194 
1071 

41S 
99 
1188 
1188 
1189 
1188 
1188 
1188 

177 

889 
1189 
U89 

618 


381 


1178 
1174 


891 
894 


331 

a 

416 
317 


418 
416 


881 


INDEX. 


1205 


ClMBltter.  Tttmanok  hydrattUc,  deUlls  of  In  mills.    S9T 

tMtlBC   ft    im 

the  Anaeondft   SW 

bydrauUo.    detalU  of  in   milli 8M 

Dalton  bydrattUo  398 

Evans  S9t 

Rlchsrds'  shftllow  pocket  hydnnllo  401 

tubular    4» 

Tamarack  SST 

Yaatman   SM 

Classlflen    ttt.  UU 

Mbliograpby  tor €71 

box,    surface    current    4SS 

wbole  current   44S 

de«p  double  trougb €X% 

pocket    bydrauUo    409 

daAnltlon  and  elassllleatlOB S8T 

bepper-sbaped.    sballow    poeket    hydnralie....    400 

bydraullc    387 

double  cone   4M 

Fraser  and  Cbalmen  410 

O.    Q.    Gates    418 

principles  of  action  of S8T 

slses  of  feed  to S80 

sorting    column    in 887 

spigots    in     888 

trougb  or  sballow  pocket  880 

Superior  Hog  Trougb 890 

products  of  in  Mill  46 891 

producU  of  in  Mill  46 891 

quality  of  work  of 401 

tubular    bydraullc    421 

Classifying  by  free  settling  in  water,  bibliogrspby 

for     :aws    of 475 

Clsmdet.    A.    G 1188 

Claustbal     1089 

flnost   sise  jigged   at 000 

band    picking   at 498 

metbod  of  feeding  jigs  at 649 

Mill     1080.  1101.  1110 

siere  scale  at 807 

ore  dressing  mill  at  066 

plunger  rods  of  jigs  at 631 

pointed  boxes  used  at 476.    477 

remoral  of  slimes  by  classifiers 878 

sixes  of  ore  band  picked  at 487 

slope  of  jig  sieres  at 648 

spigot  of  jig  used  at 628 

Uil    dlscbarge   on   jigs   at 688 

unwaterlng  sieves  used  at 680 

Clay  and  kaolin   washing  —  1076 

capacity   of   Stedman   disintegrator   for 880 

Clayton,  J.  B.,  on  amount  of  drop  on  plates 748 

Clay,    welgbt   of    1190 

Cleaning    amalgam    780 

or  removal  of  amalgam  from  plates 757 

plane,   definition   of 040 

up   mercury   traps    774 

Clean-up    barrels    204.  294.  1160 

deUils  of.   in  mills   202 

In  gravity  stamps   201 

in  steam  stamps   184 

pans    250 

bibliogrspby  for   291 

Uble  of  deUlls  of  in  mills 262 

Clearance  of  tbe  plunger,   and  its  attacbment  to 

tbe  connecting  rods   629 

Clemens  Jones   1186 

Glerc,     G 226.  041.  IIH 

Clinocblore.  specific  gravity  of 1189 

Clinometers     1159 

Clinton   fossil   hematite  ores,   results  of  tests  on 

Wctherlll    magnetic    separators 809 

Cloth    screens    170 

compared   with   punched   plate 171 

deUils  of  trom  tbe  mills 170 

Clutches     198 

Coal,   capacity  for.   of  Stedman  disintegrator 286 

Coarse    concentrates,    definition    of 494 

removal   of  in  jigs   676 

Coarsest    sise    jigged 006 

Cobalt,   atomic   weight   of 1188 

Cobaltlte.   specific  gravity  of   1189 

Cobalt,    specific   gravity   of 1189 

Cobbing     480 

Cobbing  hammers    11,  66,     60 

house     492 

Cochiti    Mill    1092 

Cocoa  matting    702 

used   with  expanded  meUl  riCnea 722 


Codman    breaker    68,  01 

Coffee  mill    866 

Coggln      120.  129.  181.  188.  184 

F.     0 142.  280.  728 

on  capacity  of  slime  tables 097 

Cohn's  ball  mill  293 

Coignet,    M.    F 226.  788 

Cole's   breaker    69.  01 

Collars  and  bearings   199 

Collectors,    used   on   amalgamated   plates 748 

Collins.     A.     L 789 

H.     F 884 

Collom    jig    346.  610 

advantages  of    514 

compared  with   Hars 616 

construction    of    524.  625 

hydraulic    water    in 537 

life    of    004 

modifications    of    615 

sises  of  sieves  and  plungers  in  mills 629 

slope  of  sieves  In 548 

tailboards    in    661 

Collom   sampler   847 

Colombian    Mines.   Colombia,   plates  in 749 

Colorado  concentrator    104 

gravity   stamps,    efficiency   of.    compared   with 

stesm     134 

Iron    Works     81.  71.  74.  76,  84.  87,  97 

breaker     22 

method    of   driving   vanner   belt 662 

single    cone   classifier   of 477 

mill,  number  and  height  of  drop 214 

Smelting   and    Mining   Company 281.  978 

system  of  stamp   milling    224.  227.  1080 

Color   and    luster,    use    of.    in   dressing    ores 8 

Columbia  Mill,   Colorado.   Browne  siser  In 410 

Columbian   pulsating   screen    848 

Columblte.    specific   gravity   of 1189 

Columblum,    atomic    weight   of 1188 

Combination   of   principles   of   separation 891 

process   of   amalgamation    248 

Comet  breaker   41,   67-40 

adjustment    for    wear 48 

amount   of  throw   48 

Uble   of   details   of 41 

dtmpnsions    of    44 

Commsns  figures  on  slope  of  jig  sieves 64t 

on  capacity,    etc..    of  jigs 697 

on  length  and  number  of  strokes  in  jigs 6M 

R.   B 60,  886.   478.  492,  648.  729.  886.  888,  U8S 

Comminuting   8 

Commonwealth    Mining   and   Milling   Company —  201 

Compania   de    Huanchaca    de    Bolivia 100 

Comparative   tesU  of  spindle  and  jaw   breakers.  61 

breakers,  table  of 46 

wear    of    meUIs    for    jaw    plates    of    Blako 

breakers    48 

Comparison  of  cloth  and  punched  plate  screens...  171 

convex   and  concave  slime  tables 098 

Gates  and  McCully  breakers 46 

jaw   and    spindle    breakers 11 

plsln  copper  and  silver  plated  plates T4S 

rolls   and    stamps    814 

round  holes  with  slotted  holes  in  screens....  189 

side- bump  and  end-bump  tables 088 

side-shake  snd  end-shake  vanners 066 

tbe  Blake  tod  Dodge  type  of  breakers 88 

trommels  and  riddles 806 

vanners  with  convex  slime  tables iOl 

various   machines    for   crushing    818 

Wllfley    and    Rlttlnger    Ubies 079 

Compound   edge   stone   mill 186,  290 

Compressive    strength    of    stone 800 

Computation   of  work  for  crushing 812 

Computing  results  UOl 

Comstock  lode  291 

mills  180 

wear  of  Iron  In  pans  In 149 

Concave  sllme  tables .« 091 

comparison  with  convex 68^ 

Concaves  on   spindle   breakers 47 

Concentrates   bins    243 

coarse,   definition   of 494 

disposal    of HO 

storing  snd  shipping   UH 

Concentrating    plane,    definition    of 040 

slope    of    in    vanners > 859 

Concentration    318 

advantages  of ^ 

cost    of    « 


1206 


INDEX. 


OracMtratlon.    limit    of 1118 

in«gB«Clo  TM 

mill  lUt 

pnavmatlo    Bl6 

WorkB  at  MonteiKml,  SardlnU lOM 

OODoentntor,   Clurlaton  Ort 41T 

Bills    CB7 

Bmluray  181 

Oilpln  County  <M 

Oolden  Gato  €81 

Hondj    €88 

Hoop«r,    pneumatic 810 

Jobnttoo  fft 

Norbom  868 

pneumatic  belt   818 

OoDoantratora,   air.    oaing  a   eonttnnoua   Mast  of 

air  818 

force  otber  than  air  blast  818 

depth  of  bed  In 844 

for  fine  sands  and  allmes 844 

belt  fllm-Ubles 887 

bumping  tables  887 

fllm-slstng  tables   886 

intermittent  surface  tables TOO 

kleres  188 

riffles  710 

OoBoentrator.    Triumph    868 

Tulloch   852 

Conoeatrle  grinders  818 

trommels    188 

Cone  classifier  478 

Mill   166 

bibliography  for   188 

Conea.  pyramids  and  prisms   881 

Gonkllag  dry  magnetic  separator  808 

Jig    808 

wet  magnetic  separator  818 

Connecting  rods,  for  plunger  In  jig 680 

Consolidated     Stanley     Mining    Company's    mill, 

jig  middling  treated  by 877 

Virginia  mill,  croes  sills  In 168 

mud  Bills  In    168 

Oonstructioa  of  jigs  684 

mill  buildings  1088 

Construction   of  rolls 88 

slime  Ubies  884 

Continuous    kieve    717 

movable  eloTe  power  jigs  488 

or    Boss    system    of    working    amalgamating 

pans  148 

surface  Ubles 888 

fixed   circular   Gonrex   slime   tables 888 

reTolving   circular  concare   slime   tables..  881 

Conrex    sllme    tables 088 

comparison  with   concaTe   088 

Tanners   881 

Conveyors  868 

bibliography    for    884 

bucket    880 

Bdlson  distributing 881 

endless    belt    881 

pan  or  plate  880 

rubber   belt    868 

scraping    880 

screw    881 

Cook,  R.  A 838.  1176 

Cooley,   O.   T 648.  1180 

Jil    611 

number  of  sieves   In , 680 

shafts  used  in 631 

width  of  sieves  in 681 

Cooper.  James  R.  on  Halse's  tests 748 

Copake    Iron     Works 830 

Copper,  action  of  gravity  stamps  on 814 

atomic  weight   of 1188 

breaking  in   Mine  44 64 

clean-up  of,   in  stamp  mills 164 

eomparlson  of  breaking  by  hand  and  by  ma- 
chine      18 

crushed   by   Calumet   and    Hecia   Company....  141 

In   Mill   44 868 

In  Uillngs  of  Mill  48 110 

Lake  Superior  mills  114,  476 

method   of   separating   from   rock 11 

of  Lake  Superior,  adaptability  of  steam  stampa 

for  crushing  814 

ores,    leaching    1167 

percenUge  of  In  uillngs  of  Mill  48 181 

picked   In  Mills  44.   48.   47.    48 488 

46   and    47    481 


Copper   plates,  aboorptloB  of  amaliam  by 186 

coated  with  amalgam  717 

aulcksiiver    747 

method  of  amalgamating IB 

annealing  747 

electroplating    764 

quality    of    14T 

silver  plated,  coated  with  sMrcury 74T 

plate  screens    174 

removal  of  Kl 

results  of  tubular  classifier  tests  on CIS 

rack,  cost  of  crushing  at  Atlantic  Mill 61 

crushing   by   rolls Q 

stamped  at  Phoenix  mine  140 

silver  ores  treated  by  CoUom  Jigs  in  Mill  41.  615 

else   of  grissly  used  for 340 

specific  gravity  of 8^  1188 

stalna  on  plates   liO 

aUmpa  suited  for 134 

treated  at  MoonU  mines  (AustralU) 606 

by    CoUom    jigs    6U 

In    Mills    44,    48.    47.    48....  488 

Cordier.  B 98 

Comaochlno  Mine   1074 

Coming,  F.  0 7li 

Ubles   888 

Oomlsb  feeders  866 

"frames'*    TM 

jigs  la  Mill  11 at* 

rails  108,  111 

tin  oonoeatratlon  works,  roaatlng  for  ponialty 

at 8» 

mills  lilt 

ore.   crushed  by  Husband  stampa 141 

works    704 

vanning  shovel  1168 

Corawall,  cost  of  crushing  by  rails 104 

kleves  used  in   787 

of  sixes  jigged  In  mill  at 001 

la.  on  tin  ora  418 

Corrugated  belts  OfT 

comparative  resnIU  with  plain  and 860 

ralla  108,  111 

Uble  of  101 

Corundum   and    emery    drsaalng    10T8 

pans  used   for  waahing   833 

aeparatlon  of.   In   North  Carolina 9 

specific  gravity  of 1188 

washing    pan     for 316 

Cost  of  concentration   1 

eruahlng     48 

at   plant   of   MlnnesoU   Iron    Company....  67 

by  gravity  sUmps  186 

Huntington  mill   381 

Jaw  breaker,  Uble  of 60 

rolls  104 

spindle  breakera,  Uble  of 60 

■tampa,    for  inUrsst.    taxss.    inswanca 

and  depreciation  186 

Ubor     306 

mercury     consumed 106 

power    166 

water   used 108 

wearing    parU 800 

steam    stampa    IM 

direct  ameltlng   1 

eroctlng  mills  llM 

hand  picking  487.  488 

galena    488 

Jaw  and  splndia  braakera 68 

JIga 884 

Jig    screens    647 

milling    1118 

mining  1138 

pan  amalgamation   M8 

rapairs  in  vanners 808 

on  rolls  for  other  than  wearing  parte....  104 

rannlng  spindle  and  Jaw  breakera 64 

acreenlng   868 

screens 178 

per  ton  of  on  crushed   174 

shells.  Uble  of  48 

trommel  screens  868,  881 

Covers  for  amalgamating  pans 144 

morUrs 187 

Cowenhoven  Tunnel  Company,   roOk  bouae  of....  486 

Coxe.    Bckley   B 110.    386.  840 

gyraUng    screen    346.  886 

Coxe's  automatic  slate  picker  for  coal   481 

Coxheath    oro,    slslng  test   on Of 


INDEX. 


1207 


enAXm  or  foek«r  j Ttt 

Cimnk  arm  Jlg«  oonitnictlon  of B26 

DMchanlsin  SK 

Crawford     mill     tU 

bibliography  for MB 

Croner,  Richard   »S.  S86.  MS.  SSS 

Crtokboom    waah    trommel    ISO.  1S4 

Cripple  Creek,   rock   house  at 48S 

Crocker*!  itampe m 

Crocolte,   apeclflc  graTlty  of 1189 

Crookei,    William    lltt 

Cron  mill,  Colorado,  arrangemeiit  of  platea  In.  T4S 
flgures  on  amount  and  value  of  amalgam 

In  m 

gold   and    allTor   In   amalgam    In 7€1 

hydraulic  clanlfler  In T74 

mercury  welle  in TffI 

CroM  Bills  in  gravity  stampe 15S 

CrotOB  iron  mines.  New  York IM.  im,  lUO 

ore,  concentrates  of 7M 

products  of  Ball- Norton  separator  in m 

CrowB  Point  mines 1174 

New  York  fOl 

Reef  mine.  sUmp  mill  practlee  in sn 

Crusher,  Magic  SM 

Crushers  UST 

Crusher,   sectional  cushioned SO 

Sturtsvant  SS 

Crashing  t 

blMlography  for  laws  of S15 

by  breakers,  quality  of 47 

gravity  stamps  cost  of SOB 

Jaw  breakers.  Uble  of  cost  of BO 

rolls,  eost  of 104 

quality  of SB 

■pindle  breakers,  Uble  of  cost  of BO 

steam  stamps,  cost  of 1S4 

ehoke M 

eost  of <• 

eylinders    OB 

extent  of.  desired SOS 

S;:\::;::::;;::::::::::::::::::::::::::::::::::::  S 

graded     lOS 

Uws  of   SOO 

naehlnes,  kinds  of  8 

slsing   tesU   of SIB 

methods  of  8 

ribbons    IW 

rolls    2 

single  stage   lOt 

work  required  for 804 

Cryolite,  specille  gravity  of 1188 

C«ble  oentlmeter  1187 

of  waur  1188 

decimeter   1187 

foot    }}2 

of  water  1187 

Inch   118»  . 

of  water' 1187 

flieter    1187 

of  water  U87 

ynrd    118T 

Cumnftcr  drier   880 

Cumming's  ore  granulating  mill S3S,  2BB.    S9S 

Cnnnack's  pulveriser SSS,    SOS 

Cuprite,    specific    gravity   of 1180 

Curtis.    A.    B 50.  HI.  148.  SS7.  SOI.  SOS-SOO.  810.  118S 

Catten.  W.  H 1170.  1184 

Cutter,  George  A.,  tesU  on  stone SOS 

H.    C 1170 

Cuyahoga  stamps   114 

details  of  cylinders,  water  used  and  oapaetty..    ISO 

dies    ISS 

rings   ISS 

sereeus     ISl 

■haft    ISO 

sUves   in    ISS 

valve  action  - 1S7 

efficiency  of  ISS 

mortar  housing  for  110 

table  of  foundations  and  mortars  beds 118 

Cyanide  plant,  the  Windsor  in  the  West  Rand....    478 

Cyaniding  gold  ores   1107 

^anlte.    specific   gravity   of 1180 

Cyclone  pulveriser  SSO,  S88.    S07 

bibliography    for    SOS 

table   of  details  of   SSO 

Cyclops  mill   SS4 

bibliography   for    S04 


Cylinder.   Alslag   SOB 

staam    ISS 

Cylinders,    crushing    BB 

Cylindrical  trommel    S4S 

wash  trommel  SSB 


D»«8«tt     VM 

B     H7B 

Dablonega  mortars  IBS 

Daily  amalgam,    gold  and  silver  in 7BS 

Dalton  hydraulic  classifier SOS 

Dam.   Belgium,   side- bump  tables  at 008 

Dana.  B.  8 S.  S,  1178.  USB 

Dana's  Uble  of  hardness t 

Daniels,    C.    H U4t 

Dannemora    mines,    Sweden,    Wenstrom    magnetic 

separators  at   BOO 

Darlington.   John   BO,  111,    SSB 

Data  from  the  mills  concerning  settling  tanks...    4BB 

of  rolls,  table   of M 

Datollto.   specific  gravity   of USt 

Davey  Pazman  and  Company   S8S 

Davies    87 

D.  C  SO.  14S,  838,  470.  080,  U78 

B.   H...60.   100.  288.  288.   804.  296.  884.  884.  476, 

OSO.    7S7,   787,    888.    887.  IITB 

;  slse  Jigged <06 

sise  Jigged  000 

material  of  bottom  bed  674 

Davis  rolls   ni 

M.    C i8f 

Dead  Sea  watar,  weight  of llBB 

Deadwood  Terra  mill,   bullion  In  squeesed  amal- 
gam In  78t 

Do  Beers  Consolidated  Mines   lOBO.  1081 

Diamond   Dressing  Works,   adhesion  at BSl 

DeCourteney.  H.  W 8SB 

Decrepitation    800 

heating  for  no 

use  of ,  in  dressing  ores s 

Deep  double  trough  classifiers 410 

pocket  hydraulic  classifiers 400 

Deetken,  O.  P 280.  780,  780,  1181 

Definition  of  free  settling  and  hindered  setUlng..    404 

hindered  settling  4f4 

Do  Ooumay  887 

DeKalb.    Courtenay    4bo,  1184 

De  La  Mar  Mill ii84 

Delesse.   on  strength  of  magnetic  substanoss 700 

Dellvlk-OrOndal  separator  804 

D«m«ret,  L €1.  148.  SSO.  SOS.  S04,  S07,  810,  1186 

Density  of  pulp  on  slime  table OOS 

Denton.   F.    W , 87 

Depth    of   bed   in   concentrators 044 

Derrick.    W.    H IIBS 

Derry,    W 14S 

Description  of  Blake  breaker  IS 

Designation    of    the    sises    of    holes    in    stamp 

screens   17S 

Designing  of  electromagneta  700 

Design   of  cams    100 

machines     1000 

Desloge.    J.    M B7.  117B 

Mill    117B.  118B 

disposal  of  eoneentratas  In 887 

De  Soto  mine  ore,  products  from  Krom  Jig  on 824 

Details  of  Blake  type  of  breakers  from  the  mills.     2S 

bosses,   table  of    IBB 

cams,    table    of    lOS 

dean  up  SOS 

dies  180 

Dodge  breaker,    table  of SO 

methods  for   dressing  and  cleaning  plates....    767 

rings  from  mills,  table  of ISS 

screens  for  stamps,   table  of 181 

stamp  shaft,  table  of 1S8 

stems,    table   of    187 

staves  from  mills,    table  of ISS 

valve  action  1S7 

Dewey.  C.  B 67 

Diagram   of   slsing   testa   of   produeta   of   Tustia 

mills  and   stamps    SOO 

Diameter   of   rolls    8S 

shafto  In  Jigs  BSS 

slime   tables    BOB 

Diamond    fields    of    South   Afrlcs,    wsshlng   pans 

used     in     BSS 

Dlamondiferons   earth,    washing  pan   for SSB 


1208 


INDEX. 


DUmondt,    obUincd    br    mdbMlOB    Iqr    Dt    B««ra 

Diamond  Dreraing  Works 8S1 

Diamond,    ■peolflc    gravity    of lltt 

Dtamonda.  weathering,  at  Klmbarley  8tO 

Diamond  waabing  1080 

IMtns    S3S 

Diaapore,  apeciflc  grarlty  of IIM 

Diepenllnehen  mill.   cai>acity,  etc.,   of  Jlga  at....  fiOT 

Pninia,  caiwcity  of  bumping  tables  at 070 

four  mineral  separation  at 690 

Die  rings  and  roller  shells,  in  Huntington  mills.  S80 

staves  and  shoes  for  stamps 120 

Dies    170 

for  amalgamating  pans S46 

lite  of  184 

Uble  of  deUilB  of  US.  180 

Diescher  coal   jig    B20 

connecting  rods   for  plunger  on SSO 

Difficulties   of  screening STt 

Dimensions  of  mortars,    table  of 106 

Uppets  18f 

Dingey  mill  MS.  SOS 

bibliography  for    SOS 

Dipper    or    bucket    sample    846 

Direct  smelting,   cost  of < 1 

"Dirt."    definition   of 000 

Disadvantages    of    gravity    sUmps    as    compared 

with    rolls   and    grinders SSS 

Discharge  for  water,  area  of  (n  gravity  stamps..  SOO 

in  gravity  sUmp,  height  of SIS 

steam  stamps ISO 

Discharges  into  the  hutch,  in  Jigs 686 

with  unwatering  sieves   686 

Disc  motion  of  Jigs 636 

Discussion  of  sorting  tube  results  467 

Disintegrating    followed    by    screening 8S0 

settling  or  elutrlation   SSO 

Disintegrator.  Brink  and  HObner  S84 

Carr  S84 

Btedman    S84 

Vapart's  SSO 

bibliography  for SOO 

Disposal   of   concentrates 686 

tailings   IIU 

Distances    between    rolls    for   various   angles.    In 

author's  tesU   Sll 

Dlstl-Susky  screw  grate   S86 

Distributing  tanks   44t 

Distribution  of  amalgam T64 

Distrlbutora     867 

and  collectora.  used  with  plates 74S 

bibliography  for 884 

machine  867 

mill  887 

Dives,    Robert    408 

Dodd    uble    076 

water  wheel  1080 

W.    0 148 

Dodge  breaker  88,  66-40 

comparison  with  Blake  type 81 

improvement    on    in    Mill    S6 86 

movements  on,   made  by  Gates  Iron  Works..  84 

perspective    of    SO 

section   of   SO 

Uble  of  deUlls   tO 

movemenU   on.    made   by   the   Parke   and 

Lacy    Company    S4 

sixes  of  SO 

wear  of 81 

Dodge  Improved  pulveriser SSS,  S68 

M.   B S8 

Mill,   bibliography  for S04 

pulverisera  SSI 

sising    box 416.  478 

Dolcoath   Mill    lOtt 

Dolomite,  ipeciflo  gravity  of 1181 

weight    of    1100 

with  disseminated  galena  crushed  In  Mill  86...  47 

galena,  crushed  in  Mill  S6 08 

Domeykite.    specific    gravity    of 1180 

Donahue.    P.    J 147 

Donald.    J.    T SOS 

DOrnberg  and  Aurora  Works,  sieve  scale  at 867 

sises  of  ore  hand  picked  at 487 

Mill.  polnUd  boxes  in 477 

Dorr  hydraulic  classifier  476,  477 

Double   cone   hydraulic   clatsiflera 4S6 

tubular  classifiera    476 

crimped     steel     cloth     (Tyler) £71 

discharge.  disadvanUges  of SOO 


184,  148.  884,  640. 


.181.    m.    788. 


Double  discharge,   on  jigs. 

iron   sieve  trams   , 

issue  

trough    classiflen 

Douglas.  James 

Dragon  breaker   

Drag  stone  mill  , 

Drake,    P.    M 

W.  P 

effect   of    Umperature    on    amalgaautioa.. 

on  cohesive  power  of  mercury 

l>psdglng,    gold 

Dressing  of  plates   

Drlera  §70. 

Drifting    plug,     for    cams 

Driver,  In  amalgamating  pans 

Drlv.ng   mechanism   of  rolls 

tor    cam    shafU    

gearing    

the   clutches    

pulley  

tighUntr 

for  trommels   

Uble  of  

Drop  between  sieves  in  Jigs 


Uble  of  deUlls  of  In  mills 

height   of.    In    gravity   sUmps 

limiU  of  speed  and  height  of,  due  to  mortar, 
due  to  power 

malnUinlng  height  of  in  gravity  sUmpa 

Drops,  number  of.   In  gravity  sUmps 

of  Tremain  sUmp,   number  of 

Dry    blanket    

crusher.  Langley's  improved 

magnetic    separator.     Conkling 

panning  , 

screening  venuM  wet 

silver  mill    

Dvbuat    , 

figures   on    transporUtlon    of   sand    by    water 

ounrent  

Dudley.  A.   P..  steel  spring  invented  by 

Duiferin  Miii"!!! !!!!!!!!!!!!!!!!!!!!!!!!!! !!!!!!!!!! 

Duffield,  p.  W 787,  1161.  1171.  1181, 

Dummler,  K 

Dunham's  spring  sUmp  i4l. 

Dunnellon  PhospbaU  Company  

Duplex    breaker    

Dupont,  O 

Dust  fans  and  chambera 

prevention 

Duty  or  capacity  of 
Dyckhoff  breaker  ... 


Bagle   Foundry  Company   

West  VirginU,  capacity  of  Siedman  machine  at 

Barnes.  W.   B 

Bamschleugh  No.  S  dredge 

Barth.  weight  of  

Bocentric  grindera  

In  Jigs  

Jig,  the  Bradford 

Mill.  James  Bogardus  

Bckart   rolls    

Bddy    Blectric    Manufacturing    Company 

Bdge  runnera  Ittw 

bibliography  for 

■tone  mills 

Bryan  roller  Quarta  

compound    

Langley's    improved    dry    crusher 

Edison  distributing  oonveyor 

drying  kiln  

dusting  chamben  

magnetic  concentrating  plant  

separator 

tor  fine  materials  

method   of   praventing   blinding   of   sereena.. 

on  life  of  beiu 

opinion  on  shape  of  hole  In  screens 

rolls  U6t 


4iC 

U1S 


Ztt 


7n 

T67 
106T 


Its 

XT 

T6 

itr 
u« 
1»« 
vn 

IM 

ss< 

TO 
ilt 
12 
U 
114 
2U 
SIS 
SOO 

n4 

m 

186 

874 


171 

817 
TIT 
1000 
110 
U1S 
141 
«t 
U 
llSi 

m 

1000 


7«1 
1100 
SU 

on 


lU 


in 

806 


1001 

Hi 
no 
tn 


sprocket  wheel  on  pan  conveyora 

T.     A 67,  106.  107,  110.  S41.  81S.  1004.  \ 

Edman,   J.    A 

Edwards.    J.    H 


INDEX. 


1209 


Edwards.  Joseph  and  Company,  eentriftigal  pnmp 

from  catalogue  of 

KSect   of  aoid   water  on    screens 

centrifugal  force  In  trommels 

length  and  slope  of  trommel  on  capac.ty 

slope  of  trommel  on  capacity  

speed  on  capacity  of  a  trommel   

strength    and    specific    grsTlty    of    rocks    on 

power  used   

temperature  on  amalgamation   

Effect   on  capacity  of  trommels,    of  Tarying  the 

diameter    

BSioiency  of  sUam  stamps,  table  of 

and   gravity   stamps   compared 

Xgleston.  T....M-68.  IM.  110.  142.  153.  1C4,  228-285. 
289-291.  293-296.  492.  639.  787.  1089.  1173. 

estimate  by,  of  wear  of  iron  in  pans 

Bhmke's  ball  mill  

Blch.    L 

Bissler.     11..66.  109.  163,  166.  198.  223.  290.  293.  294. 
297.  476.  639.  787.  837.  1039. 

BI  Oallao  mill  

Blectrlclty  as  power  in  mills 

Blectromagnets.  designing  of 

Blectroplating   copper   plates 

Blectrum.  specific  gravity  of 

Blerators   

bibliography  for  

bucket    

platform    

BUeubecker  spring  stamp   

Uble    ••• 

Blliptlcal  gear,   in  Jigs   

Bills    concentrator    :j,'':j,'' 

Blmore  oil  concentration  mill 1070.  iaf72. 

process     

tests  on.  at  Olasdir  mine,  Wales 

Bl    Sllencio   mill,    gold  and   silver    in   dally   and 

hard  amalgams  

Bltttriatlon     

Bmbrey  concentrator  

vanner,    testing    

Bmery   dresssing    :^";^r'^^'W^ 

Bmmons.    B.    P 2W.  291.  M6.  7M, 

Umpire    Mill    *020, 

Zinc  Company  

Bms   

mill  at  

sieve  scale  at  

three  mineral  separation  at 

BnargiU.   specific  gravity  of 

Bnd-bump  tables  

comparison   with  side-bump 

Bllenbecker  Uble   

Ollpin  County  concentrator 

Qolden  Gate  concentrator  

Imlay    

Bndless   belt   conveyors «,';;« 

Bnd-shake    vanners    662,  115S, 

comparison    with   side-shake 

Embrey   concentrator 

Triumph  concentrator  

vibration   In   

Woodbury     

Engelmann,   H 

Bngls.   classifier  used  at •••. 

hydraulic  classifier   475. 

B.   P.  All  Is  Company. 

78.  76.  ill.  178,  181.  187.  189,  194,  197,  228.  243- 

batea  made  by  

dies  made  by 

edge  runner  made  by 

muller  and  shoes  ma.le  by 

power  for  6-foot  pans  <>stimated  by 

shoe    and    die    channels    in    amalgamating 

pans  of   

weights  of  spider  and   driving  cone   made 

by   

B.   P.   Allls  rolls  

Epidote.  specific  gravity  of 

Erbium,  atomic  weight  of 

Ernst,    C.    von 

Erythrlte.  specific  gravity  of 

Eschka,    A 

Essentials  of  a  good  breaker  

Eureka  Hill  Mill  288. 

Mining    Company    

Mill,  wear  of  Iron  In  pans  In 

rubber    

Eustts   Mining  Company 


178 
873 

378 
377 
879 

878 
766 

879 
183 
134 

1174 
249 
293 

261 

UTS 
1127 
1091 
790 
764 
1189 
868 
884 
868 
864 
141 
681 
536 
667 
1117 
831 
888 

768 
889 
663 

1171 

1078 

1176 

1184 

907 

....  1108 

....  1087 

....  367 

....  590 

....  1189 

667.  680 

....  688 

....  681 

....  680 

....  681 

....  681 

....  861 

1166 

666 

653 

652 

658 

665 

640 

817 

477 

-246 
683 
246 
270 
246 
849 

247 

247 
88 

1189 

1188 

836 

1189 

836 

49 

1184 

1041 

249 

776 

904 


Bustis.  W.  B.  C 

Brans  

classifier  893, 

a  H 

hydraulic  classifier,  details  of  in  mills 

Ji«    

depth  of  partition  In 

sises  of  sieves  and  plungers  In 

tables 

used  In  mills  

W.   J.,    slope   of   launder   in   mill   of  Atlantic 

Copper  Mining  Company   

Bvrard.    M 

coal  Jig  described  by 

Bxoelslor  stone  breaker 

Expanded  metal  riffles  

Expanding  cone  wash  trommel  

Extent  of  crushing  desired 

Bxtraction.    percentage  of 


Faber,   B 

False  bottoms  

Farbaky,  Stefan  

Fargo  guide   

Farrel  Foundry  and  Machine  Company, 

14-lT.   81.   84.   62,   69, 

duplex  breaker.  Uble  of  sises  of 

Fastening  the  plates  to  the  tables 

Father  de  8met  Mill 224.  885.  1108. 

details  of  plate  screens  in 

dimensions  of  mortars  In 

Ekireks.  rubber   In 

false  bottoms  condemned  In 

mortar  linings  in 

rata  of  crushing  In 

shoe  shanks  and  butts  in 

wear  of  shoes  and  dies  in ...\\\ 

weighta  of  stamps  and  mortars 

Fkust,  Hfenry.  on  capacity  of  Jigs 

Feed  boxes  used  In  Jigs 

Feeders \\\\\ 

automatic 

bibliography  for  !...!!.! 

in  gravity  stamps ..........'!.*.'.' 

Feeding  arrangements  of  stamps 

of  gravity  stamps,   method  of....!!'.*.!! 

trommels    

Ftoed  of  vanners.  quality  of 

openings  of  mortars  in  gravity  stamps. 

sise  of.   In  gravity   stamps   

to  rolls,  maximum  sise  of 

Fenner.  C.  M.,  on  gold  and  silver  in  amalgam  '* 

Ferguson,  H.   T m,  143,  (93   4-j* 

Ferrand,    Paul    827,  891.  TT 'liTi! 

Ferraris  classifier  ...7.  '  ^'  "^ 

*     886.  886.  4n.  478.  Hi,  W.'sM* 

eccentric  designed  by ' 

hydraulic  classifier  !!!!!!! 

intermedlata  Jig  

ji« :!!!!!!:!:!**: 

magnetic  separator  

method  of  removing  tailings 

on  capacity,  etc.,  of  Jiga !.!!!!!!! 

shaking  screen    ...848* 

sieve  frame  used  by ..*.*.*!.....! 

stay  boxes  used  by !!!!!' 

table  ;; 

Ferreira   Mine    '...'.I'.iiio' 

cost  of  hand  picking  at .* 

stamp  mill  practice  

Film  gauge  

on  a  circular  slime  table,  thickness  of.!!!!!!! 
slslns.  experimenta  on  sise  of  grains,  eta.,  for. 

results  of  testa   

tables    

action  of  

bibliography   for 

buddies    

building  tables  

continuous  surface  tables 

intermittent   surface  tables 

revolving  circular  convex  slime  tables. 

surface  tables   

tables,  belt   

Final   conclusions  on   hindered  settling  sad   suc- 
tion     

crushing    

separators  

FlAs  concentrates,  definition  of 


1006 
476 

UTS 
896 

617 
684 

629 


878 
641 
688 
60 
782 
884 
808 
1116 


1179 
180 
886 

166 

IT 
21 
T3I 
1174 
169 
163 
T77 
180 
166 
165 
181 
183 
164 
60S 
649 
71 
863 
884 
199 
128 
SOT 
867 
668 
166 

'2 

763 
1188 
1183 
400 
1186 
632 
478 
684 
628 
799 
687 
697 
886 
640 
686 
686 
1191 
48T 
S« 
U68 
696 
TOT 
719 
686 
644 

Tn 

T04 
T04 
616 


686 


681 
62 
480 
496 


1210 


INDEX, 


FlA«  eonoratntloa  test IIM 

cfMhlnt,  grmrlty  ttampa  uMd  for 814 

F!a0B«n  of  bullion  7S5 

Fia«  Mod  And  iMme  eonoentrfttort M4.  700 

ktoT«s   72f 

riff]«s    710 

Flnoit  tin  ItfSttd  <00 

Flngtr  ban,  cam  tticka  and  oT«rb«ad  crab IM 

PinlBblng  machtnei  818 

Fischer,   George  K TSt 

Fisher's  steam  stamp  148 

Fixed   elrcQlar  conyex   sMme  tables 689 

Llnkenbacb  fixed  conical  table 888 

Roberu    Uble    €81 

sleTe   hand  Jigs Blf 

Jlga    807 

Hars  tjpe  887 

Flange,    Brownell    O*' 

of  amalgamating  pana  844 

Summerhayes   047 

F'at  River  Lead  Company 810 

Floors,     Mas,     and     feeding     arrangemenu     of 

sumps  Itt 

reoelTlng  •* 

••Flouring"  of  mercury 781 

Flow  In  launders,   theory  of 8t8 

Fluorine,   atoole  weight   of 1188 

Fluorlte,  specific  gravity  of  1188 

F.  M.  Davis  Iron  Worlu  Company 72,  87,  114 

Pottseea  Ml 

Foot  1187 

Foote.   A.   E 1148 

Forces.    Uble    of    value    of.    acting  -at    d  fferent 

angles  In  rolls  84 

Forms  of  frames  for  gravity  sumps IM 

riffles  711 

Forster  breaker  ».  67,    00 

plan  of  ^ 

Uble    of    wear.    In    Mill    €7    It 

Fort  Bcott  Foundry  and  Machine  Company 78 

Machine    Works Ill 

Fortune  Mill.   Bendlgo.   cleaning  of  plates  In....  763 

order  of  drop    In 114 

repairing  sUmp  stem  In 188 

wear  of  shoes   and  dies   In 188 

weight  of  stampa  In 180 

Foster!  *  c!  *  LeN .Vu.  *  BO,' '  168.'  liii    143."    218."  188." 
286,  187-188,  884.  427.  476.  488.  688,  717.  838.  887.  1171 

classifier  tube  designed  by 621 

on    coarsest    else    jigged 606 

finest   site   Jigged 606 

Wm   288 

Foundation  frame,   pan  bottom   and  central  cone 

of  amalgamating  pans 241 

morUr  beds  and  sills  and  girders  for  stampa.    114 

of   sump   battery    146 

Foundations  and  morUr  beds  for  sUmpa.  uble  of.    118 

Pour  mineral    separation    680 

Fowle.  J.  C 888.  1176 

Fractional  selection  by  shovel 844 

split  shovel,  riffle,   and  Jones  aampler....    844 

Fracture,  eftect  of.  In  dressing  ores 8 

Fraenkel,    A 476 

Frames  and  tie  rods  of  Jigs 622 

forms  of,    for  gravity  stamps 166 

for  aUmp  mills 161 

of  Iron  for  sUmps 168 

rolls  68 

steam  sUmps 118 

Francou  Jlga 618 

Prankllnlte,  specific  gravity  of 1188 

Franklin,    J 787,  1174 

Mining  Company  993.   1017.  1181 

Fraser  and  Chalmers.. 16.  41.  47,  48,  76.  78.  79. 
87,  97.  102.  116.  121.  181.  160.  163.  164.  170. 
178,    173,    181,    187.    189.    195-197,    199,    204.    209 

240.   243-246,    267.    268,    280.    366.  IIM 

aglUtors    made    by 780 

deep  poektt   classifler    477 

dies  made  by 246 

estimate  of  power  for  trommels 867 

for  5- foot  puna 7*% 

figures  on  capacity  of  Frue  vanners 662 

Huntington  Mill 280 

power  for  jigs 608 

vanners   663 

quantities   of   water   In    vanners 668 

slope  of  concentrating  plane   €69 

travel  of  belt  659 


Fraaef  and  Chalmers,   hydraulic  classifier 436 

mailer  and  shoes  made  by S46 

on  feed  of  vanners 6M 

power  for  settlers 778 

settler  made  by 777 

shoe    and    die    channels    In    amalgattaaag 

pan  of 147 

aUmp  U4 

deUils    of   cylinder,    water    used,    and 

capacity  U6 

dies  IS 

screen  in 

ahaft  Hi 

sUves  In la 

▼alva  action  lf» 

efficiency  of    133 

frame  of lit 

morur  housing  for    lit 

power  for ill 

polley  128 

safety  devices  In  in 

Uble  of  details  of  mortar iM 

foundations  and  mortar  beds....    118 

sills  and  girders  ii8 

valves  and  valve  motion 171 

vanner  used  by isi 

weighU  of  spider  and  drtvtng  cone  made  by   247 

Precbenile,  R,  J uss 

Free   crushing    88.    su 

milling  gold  ores sicg 

settling  and  hindered  settling  defined. 464 

bibliography  for   laws  of  classifying  by..    478 

classlfieatloB  by 474 

affect  of  air  bubbles  on 464 

density  of  liquids  on 466 

magnetism  on m4 

shape  of  partldea  on 464 

else  of  partictea  ofl 461 

specific   gravity   on 464 

viscosity  on 466 

general  prlnclplea  4M 

aortlng  by tm 

velocltiea  flg 

Freiberg.    Bilhars    oblong    movable    elete    power 

Jig  used  at  B0 

hand  picking  at 4t2 

mill  at  lOtT 

producU  of  hand  p!eklng  at 48i 

akimming  sieves  In gre 

water  uaed  on  bumping  ubiea  at gio 

Ih^nler  spiral   sand   pump H8 

Friability  of  minerals,  effected  by  caletaiBg 9 

Friability    under  a   blow m 

Friction  and  lubrication  of  cams im 

clutches  io9g 

Joonal    ,,,     fs 

of   spindle   and   Jaw   breakers m 

FrUdeberg  Mill ag.    wt 

Friedensville  Zinc  Company Mg 

Frledrlch   Rrupp   OrOsonwerk    tt,    ici 

mill    designed    by 6»i 

Friedrlchssegen.    hand   picking  at 481 

Heberll  magnetic  separator 119 

mill,    sieve   scale   at |S7 

mine,  magnetic  separation  used  la 7M 

pointed  boxes  used  at 477.    419 

Prussia,  roasting  ore  at sii 

sisea  of  ore  hand  picked  at 4fr 

Friabee  Lucop  mill 184.    2C7 

bibliography  for   194 

Frisco  Mill,  UUh.  old  Paddock  Jlga  aied  at « 

Frt^bel's  Improved  fine  grinding  mill m.    m 

fYoltsbeim's  spring  atattp 143 

Frongoch    M'ne     427 

Frue  vanner  64S,  1183 

capac'tv  of  go 

modifications  of 6S1 

testing   im 

vibrations   In 651 

water  used  In 688 

Fuller  Mines  lOH 

I>ilton  Engineering  Works 194 

Iron   Works   91 

batea  made  by , fn 

breaker  used a 

Furman.  H.  van  F..68.  110.  216.  290—182.  IN.  MS, 

197,  4n,  641.  788.  8S8»  819.  U«,  ^171,  llTf 

on  capacity,   etc..   of  Jtgs n7 

connecting  Uble  with   mortar 738 

maurlal   for  Jig  ocreens mj 


INDEX. 


1211 


II.  F..11.  M,  87.  143.  14S>  218.  888— 
888^  280,  288.  888.  818.  8S<  884.   476.  488, 

6».  787.  787.  887.  U7I 

Oahnlte.  spMltc  entity  cf 1188 

OWMiA-bleDdt  or«,   Mlsaovrl.  ■islag  tMts  oiu 80t 

IXMtad  at  Dtepenltacbtn 819 

Galena  enuhed  by  rolls 82 

cMt  of  hand  plokta<  of 488 

film  atsliic  tMlB  on 707 

in  dolomite,  cniebed  In  Mill  86 47,      88 

separation   from   qoarti    780 

•pecifle  graTHy  of U80 

weight  of  MW 

with  llmeatone.   crashed  by  rolls 80 

Galltoun.  atomic  weight  of 1188 

Gallon    IIW 

of  water  IIW 

Oandy  belting  882.  1084 

Oardlner  breaker  57 

Oaraets.     obtained    by    weathering    at    Meroalts, 

Bohemia    « 

speeMe  gravity  of «•• 

traated  In  Hooper's  Tanning  Jig fiO( 

Qam,    M J** 

OaaoUM.  as  power  In  ml»la 1081 

Gaaeaway.  A.  D '» 

Qate  and  dam  discharges 677 

eeater  discharges  ■! 

height  of  dam  »» 

IP>a    ITS 

ratio  of  height  of  gate  to  sise  of  feed 878 

aide  discharge 680 

tall  discharges  •;-•    681 

^^Mj^m  188.    188 

^reJi'-i: ':::".: «^"-2 

action  of  "J 

comparison  with  lleCully 4J 

table  of  deUils  of •« 

eanras    plant    of    the    Kennedy    Mining    and 

Milling  Company  IJJJ 

feeder   *** 

for   Trenwln    sUmp   mill WJ 

flne-pnlp  ▼anner,  throw  used  In J6J 

George,  design  for  belt  »J 

concentrator    ••••  J" 

hydraulic    classWer    ::--V. 'V,';;   i!' 

Im  Worka  ..28.  84.  88.  46.  «.  B1;;6J. Jl.  78.  74. 

77.  78,  87,  87,  188.  18f 

breakef    _,- 

vanner,    made    by —  •  "JJ 

rolls  *•••  "i 

table  of  springs  on JJ 

mies  for  power    ••••  JJJ 

Ganges    ^"-  " 

for  wire  and  plate ;;;;;;;;;;;;;;;;;;;;;ii;  }}S 

Gayet    -^j.- 

Gearing    ^?Js 

for  cam  shafts   JJJ 

Oeddes  and  Bertrand •■■•.;■;•,:; V"    S^ 

Geldcnhuis  deep  mine,  cost  of  hand  picking  at...    4IT 
eUmp  mill  practice JJJ 

Estate  Mine,  stamp  mill  practice 221 

Gem  Mill   JJJ 

separator,    Lockharfs   s«tomatlc 480 

General  considerations  about  breakers  and  break- 
ing       -g 

construction  of  rolls w 

principles   of   ore   dressing I 

•     remarks  upon  Jaw  breakers 88 

table  of  roll  data  from  the  mills 84 

Genesee- Vanderbl It  Mining  Company 888 

Gentle  Annie  Mill  —  WJJ 

George  V.   Cresson  Company 28.      «• 

Germanium,    atomic   weight   of i"J 

German  oterflow  battery  »» 

sumps    JM 

sweeping  Uble   JJS 

tests  on  stone   wi 

Oersdorfflte.    specific    gravity   of JIW 

Oeyer.  R  ;■•  "" 

roils  '«•    JU 

slime  concentrator   ■••.    *w 

settling  apparatns  477,    478 

O.   O.   Gates'   hydraulic  classifier 418 

Giant  Rock  breaker JJ 

Olbbslte.  specific  gravity  of 1"J 

Gilchrist.    J *•* 


Olllon.   Avg 81.    28» 

Ollpln  County  oonoentrator 8t8 

deUils  of  In  mills 888 

mills,   screens  used  in iff 

stamp  mill    168 

Gladlollnium,   atomic  weight  of 118g 

Glasdir  Mine.    Wales,    tesU  with   Elmore  process 

at    882 

Glenn.    Wm 884 

Globe  battery  stem   guides i 186.    22f 

Oluelnum,   atomic  weight  of .^ 1188 

Gmehllng.    A 288.    888 

Gmellnlte,   specific  gravity  of 1188 

Gneiss,    weight    of 1180 

Goddard,   S.    H 110.  884.  1178 

Gold,  action  of  gnvtty  stamps  on 814 

amalgam     747 

amalganuted  plates  used  in  milling 178 

amalgams  of   781 

apparatus  used  for  amalgamation 781 

assay  for.   In   Mill  66 804 

In  Mill  68 '..    868 

atomie   weight   of 1188 

Coins  Mines  Company 1183 

dredges,  metal  riffles  used  on 723 

dredging    106f,  lOOf 

plant  at  Treka,    Calffomla 1007 

Golden    concentrating   plant 1188 

Gate    concentrator    681 

SUr  Mill,  clean-up  In WV 

mercury   traps    In 772 

order  of  drop  In 214 

plain  transverse  troughs  or  riffles  in 773 

rate  of  crushing  In "65 

screens   used   fn 176 

Gold  King  Amalgamator  777 

lost  in  amalgamation    786 

milling,  small  steam  stamps  used  for 186 

mills  1017.  1046 

sise  of  gricsly  used  in 840 

miners'  pan  1162 

mines  in  the  Rand.  South  Africa  482 

obUined  from  chips  In  Mills  66.    78.   74 482 

on   canvas   tables   701 

ore,  ehlorlnating  1167 

crashed  by  arrastra  288 

Bryan  mill   272 

rolls 62 

cyanlding  1167 

free  milling  1166 

Gunnison,   products  of  stamping   138 

screening  test  on,   at  Mammoth 884 

process  of  separating  by  clean-up  pan 260 

proportion    of   gold   and   sliver   on    successive 

plates   763 

In  dally  and  hard  amalgam  763 

quarts  mills,    distribution  of  machines  In....    281 

ratio  of.  to  silver  in  plate  amalgam 764 

recovered    on   a   cradle    723 

cocoa    matting   708 

plates   748 

riffles  In   Mill  66 726 

QotaHnnen T02 

Gold,  separation  from  quarts  by  amalgamated  cop- 
per   plate    4 

specific    gravity    of 1188 

stamping  224 

advantage  of  using  mercury  in 208 

stamp   mills,    clean   up   barrel   in 264 

treated    on    outside   amalgamated    plates 783 

value  of  recovered   by  sweeting   768 

Goodale.    C.    W..100,    104,    110,    1S4.    142.    281.    278, 

297,   813.   316.   476.    640,   728.   1130.   1176.  1176 

experiment  by.  with  edge  runner 368 

sising  tests  of  classifier  work 896 

Uillngs  In  Mill  40  and  Mill  88 607 

Gordon.   H.  A 225 

Gosllch  297 

GOthlte,  specific  gravity  of 1189 

Gottesgabe  mill,  capacity,  etc..  of  jigs  In 697 

length  and  number  of  strokes  In 694 

Goupllllftre.  Baton  de  la.. 11.  66,  lOf.  823.  298.  899, 

316.   384.   476.   483.   638.   837,  1173 

Oonyard.  G.  M 884,    836 

tests   on   roasting   ores    816 

Oover  mill,    arrangement  of  plates   In 743 

chuck  block  in 178 

cost  for  water  used  In 206 

screens  used  In 175 

water  trough  In 746 


1212 


INDEX. 


Grab  tample  S4B 

Oimdad   cnwhtns   6.  IM 

MparfttloD    i 

Or»lB   UiT 

Oram  llW 

Oruibj  hand  Jlc tn 

hand  Jlssins  at 89S 

If  tiling  and  Smaltlng  Company Ml 

Grand  Vietory  Mining  Company  KttI 

Granite,    weight   of IIM 

Graphical    repre— nUtlon   of  slslng   toaU lUt 

Graphite,    angle  of  nip  required  to  crush M 

coating  on   platta   T61 

dreesing    1074 

speclfle  graTlty  of Utt 

Gran  Valley.  Atwood  amalgamatora  at 77C 

Eureka  rubber  uaed  at 777 

mill  « 

rifflee  containing  mercury  at 771 

trap   774 

GraTel  ■creens  SJ* 

GraTlty  sUmpa  lU.  144.  »4 

adTantagea  of  for  fine  cniahlng  S14 

oTer    rolls    and    grinders 2SS 

amount   and   temperature   of   water 2tl 

analysis  of  Morlson's  curres  of  the  Telocity  of.  SU 

area  of  discharge  for  water SOt 

bibliography  for   ttS 

Boss   or  sump   head 1>6 

4»Hmf     , 191 

cam  shaft  !•• 

cauTM   shield    for   sersens    in 177 

chuck    blocks in 

collars  and  bearings  190 

compared  with  Huntington  mill 27S 

cost  of  crushing  by W6 

dies   170 

disadTantages  of  HI 

drlTlng  mechanism  for  cam  shafts 197 

efficiency  of,  compared  with  steam 1S4 

false  bottoms  In 190 

feeders  in  1»9 

height  of  discharge  In SIS 

kind  of  ore  207 

life  of  shoes  and  dies 184 

lip  apron  In 178 

location  of  the  main  shaft   197 

malnUlnlng   height   of   drop   In 900 

mercury  fed  to  battery  In SOI 

method    of    feeding    S07 

setting  up   SOO 

mortar  coTors  in 117 

linings  MO 

mortars  101 

mouth  or  feed  openings  In IM 

number   and    height    of   drops S14 

<»rder  of  drop  In S14 

placing   screen  In 170 

power   for   S« 

principle  of  action  of 144 

proportion  between  welghU  of  parU  of 189 

putting  on  new  shoes  SOI 

ratio    between    toUl    horse    power    and    that 

required   to  OTorcome   graTlty S06 

running  of SOO 

screen  frames  In 170 

openings   In   117 

screens    In 187 

•hoe  181 

shanks  and  butts  181 

also  of  feed  In S07 

holes  In  SIO 

aockeU  In  bosses  In 187 

splash  boards  in 177 

ctamp  stem  187 

stay   battery    and    oTerflow    battery 214 

table   of   welgbU   of   parU    190 

tapers   of   stamp    stems   In 187 

the  clean  up 201 

pulley  for  belt   transmission 197 

Uppet     188 

triple  discharge,  two  sUmp  mills 209 

used  in  California  231 

water  pipes  in 198 

wear  of  shoes  and  dies  182 

Gray,  J.  W 1184 

Greased  plate   890 

Greaalness.  definition  of 4 

use   of   in   dressing  ores 4 

V      Greasy   flotation    890 


Grsat  Salt  Lake  water,   weight  of IIM 

Greenstone,    weight   of 1199 

Oreenway.   T.    J C4I 

Green  well  oonToying  grate  and  picking  table aH 

Gregorj.  T 419 

Gregory  BobUll  Mill,    life  of  screens  In 171 

0«»y    141 

Grlirin  centrifugal  stamp  mill tS4.  M 

Mills    m 

pulTcrlser   tu.    199 

roller  mill    sx.    288 

bibliography  for  tn 

GrilBth's  breaker  9 

Grimsley.   C.   P uil 

Grinder,  sample  st 

Grinding.    In  amalgamating  pans 247 

machines,    compared    with  pressure 212 

Grist  Mill  or  Buhrstone  Mill 2B 

bibliography   tor    291 

Grtsslles    284 

and  graTel  screens,  summary  of 239 

or  bar  screens  2M 

Groke's  ball  mill   m 

Oromler,     G S8.  492.  134.  1112 

Gross.     J 1122 

Grothe.  A UJ2 

OrOson   ball  mill    231L    299 

bibliography  for  291 

Uble  of  deUils  of m 

Guarding  the  work  of  machines mi 

Guess.    H.    A im 

Guides.    Acme    isb 

Fargo     isi 

for  stamps  m 

Globe   battery   stem us 

in  graTlty  stamps us 

Guide  timbers.   In  graTlty  stampa is 

Gunnison.   (Colorado)   ore 129 

Guston   mine,   rock   house  at 489 

Oute  HofTnung   Mill 1108.  119S.  U9S 

Gypsum,  specific  graTlty  of 1129 

Gyrating  breakers  3i 

McCuIly     44 

screens     242 

Tanners    C57 

Bills  concentrator  fST 

H 

Sabermann.     J..  110.  Ill,  224.  129.  292.  291.  29C.  298. 

186.  641.  728.  818.  1178.  1177.  1194 

eccentrics  described   by 521 

figures  on  power  In  Jigs  at  Prslbram 992 

HabeU.     A 642 

Hadfleld,    R.    A 57.  99.      99 

Halle  Gold  Mine  269.  296.  UTS 

care  of  mercury  In ?b 

on   connecting   table   with   mortar T35 

Hall    breaker    S6-     SI 

Hallett.  on  slope  for  launders 872 

rules  for  power  309 

Hallett.    8.    1 88.   104.    1004,    1114.    1119.    1161.  1199 

Hallett  Uble   676,1172 

three  mineral  separation  in   Mill  49 €71 

Hallldle's   corrugated   battery   screens 226 

Hall.    R.   G n 

Hall  sump  mill 190 

Halse.   BX.   on  plates  In  Colombia  mines 749 

preparation  of  slWer  plated  plates 769 

tests  on  loss  of  gold  with  plain  copper  plates. 

749.    790 

Hammer  and  spring  on  Collom  Jigs 636 

Hammers.*  breaking  by 9 

cobbing    11 

drop     IS 

spelling   11 

steam    13 

uble  of  sises  used 11 

Hammerwieehe  Mill,    capacity,   etc..   of  Jigs  la..    8VT 

length  and   number  of  strokes  In SN 

Hammond  comigated  cylinder  feeder 191.  864 

Hammond,  J.  H 125,  2S9.  286.  788.  1114.  im 

on  connecting  table  with  morUr 725 

cost  of  plating  copper  plates 7S5 

hydraulic  mining  TSl 

Ubles  for  supporting  plates 736 

use  of  potassium  cyanide  on  plates 757 

Manufacturing  Company 109.    HI 

steam  sUmp   136 

Hancock  Tanning  Jig iiH 


INDEX, 


1218 


BanctlD'a  Mill    181.  IN 

Band  breaking  M.  57 

adTnntagM  of U 

fMdinv «t 

Jl«lii»  ^ 

Joplin  District.   Miaaourt 8M 

Jiga    «6 

tabia  of  practice  In  the  mills 498 

with  fixed  slerea  618 

picking  480,  492.  888 

accompanied   by  sledging   480 

after  breaking  hj  hammers..... 9 

belt,    rope    and    plate    conveyors    for....  488 

bibliography  for 498 

block  system   481 

eomblned  with  screening  on  grlulies 840 

comparison   of  picking   tables 491 

coot  of 487 

definition     of     480 

general  considerations  on 481 

In  the  mill  48S 

mine    481.  498 

rock  house  488 

of  nugget   copper  in   Mine  44 64 

picking  chutes   489 

Ubles   488 

rerolTlng  circular  Uble 490 

shaking  Ubles   488 

slse  of  ore 48< 

speed  of  revolring  table   used  In 491 

stationary  Ubles  488 

test    1168 

sampling    844 

cheese-scoop  sampler   844 

dipper  or  bucket  sample 846 

fractional  selection  by  shoTel 844 

split   shovel,    riffle   and  Jones  sampler.  844 

grab  sample  846 

moisture  samples  848 

pipe  sampler  846 

quartering   844 

sledges  10 

kinds    10 

Hanson.    Paul 189 

Hard    amalgam,    gold    and    silver    In 762 

Hardman.  J.  B...60.  146.  166.  180.  187,  192.  196,  820. 

226,    228.   788.    789,  1184 

on  absorption  of  amalgam  by  copper  plates..  766 

connecting   Uble   with   mortar 735 

graphite  coating    761 

method  of  amalgamating  copper  plates 762 

removing   stains  on   plates 762 

plain   copper  plates 748 

Hardness.   Dana's  Uble   of 8 

effect  of.   In   dressing  ores 8 

Hard  rock  phosphate  deposiU  895 

Hardwlck.    F.    W 642 

Harmotome,  specific  gravity  of 1189 

Harney    Peak    Mines.    South    DakoU 1180 

Harrietvllle   Mill 226 

plates  In  748 

Harrington  and  King   168.   169.  866 

clear   punched   slotted    screens 169 

list  of  elongated  punched  holes 870 

plate  screens   869 

screens,    Uble    of    dimensions 168 

Harshaw  Mill   224.   290.   886.1174 

bullion  In  squeesed  amalgam  in 788 

classifier  used  at  426 

fuel  for  retorting  amalgam   782 

kind  of  ore  crushed  In 207 

wear  of  shoes  and  dies  in 249 

Hartman  Mine,  power  Jig  used  at 606 

Hartsell   Concentrating  Company    1066 

Harvey's  high  speed  sUmp 227 

Harx  Jigs   607 

compared  with   CoUom   615 

construction    of   524,  626.  627 

Ullboard  in  661 

using  one  shaft  and  eccentric  for  plungers —  680 

Hatch  and   Chalmers 492 

estimate   of  cost   of   hand   picking   on   the 

Rand    487 

F.    H 1178 

Hauer.   J.   von 229 

Haures.    P 888 

Haussuer.    A 829 

Haverstraw    sandstone,    tests    on,    at    Watertown 

Arsenal     800 

Heads  and   concaves  on  spindle  breakers 47 


Heard.   John,    Jr , 888.298.    8U 

on  capacHy  of  Krom  Jig 826 

tesU  on  antimony  ore 828 

Heating  for  decrepiUtlon 889 

the   mill    1098 

Heber!e  discharge  681 

B 1177 

0 884 

Heberll.    E 226.    298 

figures  on  limlU  of  sieve  scale 869 

magnetic  separator  799 

mill    288.    26? 

bibliography    for 29X 

compared    with    Bchrans    mill 292 

power   required    for 280 

system    of    screening    SM 

wet  separator   810 

Htherwuche 421,    520 

used  at  Mechemich  477,    478 

Hecla   Consolidated  Mining  Company 1179 

Mill  1171 

Hector  gold  sUmp  mill 1184 

Mining  Company  1014 

Hedburg,  B Ms 

Height  of  dam  in  Jigs 679 

discharge.  In  gravity  sUmps 212 

drop  In  gravity  sUmps 214 

gate  in  Jigs n^ 

Ullboard  in  Jigs  n^ 

Belnsteln's  ball  mill   294 

Helena  and  Frisco  mill   ing. 

Mining  Company   942.    94g 

Helium,  atomic  weight  of U88. 

Hell    upon    Berth    Mill 892. 

Helmhaeker,  R 286,  498,  1182 

Hematite,   crushed  by   MinneaoU  Iron   Company..      6l 
method    of    washing   at    Iron    MounUin,    Mis- 
souri       234 

specific   gravity   of \\  njf 

treated  by  Jig  at  Iron  MounUin.    Missouri....    600 

Vermillion,  action  of  Monarch  breaker  on 21 

weight  of •. 1190 

Hendrle  and  Bolthoff "]    427 

flve-sUmp  mill ',*.'.]    228 

mortar ,,. ^^    229 

Bandy  and  Meyer 74 

Bendy  Challenge  feeder .....lii]    868 

for  Tremaln  sUmp  mill .'    12s 

used  In  Huntington  mill 278 

concentrator   ^g^ 

Machine   Works,    batea   made  by ."..!.!!    988 

Hennlnger's  Umonlte  washer 225 

Renrlch.  C ""  1175 

Benry,   A 67.    110,   224,   386.   ATI,   641."728."  iwi  1178 

on  capacity,  etc..  of  Jigs  In  mills Sf7 

length   and    number  of  strokes  In  Jigs..    694 

Faust  Jigs,  slope  of  sieves  In 548 

width  of  sieves  in mi 

Faust  Mill  201 

Nourse  Gold  Mining  Company,  sand  wheel  used 

hy    866 

Bercttles  rock  breaker  2I 

Bering   28S 

c ;.;;;:;  im 

figures  on  dlacharge  from  laundera 877 

Heaalte.  apecific  gravity  of 1189 

Beuaachen.  furnace  designed  by 829 

Blbernla  concentrating  plant  1126.  1188 

Buchanan  magnetic  separator  at .'    gog 

Blck  revolving  grlssly  bars 28S 

Bicks.    J 1180   1181 

Hidden  Treasure  Mill ims 

life  of  screens  In 172 

rate  of  crushing  In ifs 

High  speed  of  rolls,  advanUge  of 88 

Hllle.     F 226.  477,  648,  788,  1178.  1181 

Hlmmelfabrt  Mill   986.  1087,  1099,  1108,  1116.  1186 

sieve  scale  at 267 

Himmelsftlrst  mine,  pneumatic  belt  eoaoeatrator...    818 

Hindered  settling  889 

and  suction,  final  conclusions  on 881 

defined    494 

general  principles  fif 

pulsion  Jig  tests  of 888 

resu:u  of  tubular  classifier  tesU  on flS 

tubular  classifier  teaU  on fl9 

Boagland  breaker 67 

Hobaon.  J.  B 28S,  290 

Hochatedt  apparatus  816 

Hochstrate    472 


1214  INDEX, 

C.  J OS  HmntiastoD  milla  «Md  bmt  Traatuiits.  Hwicatf..    IB 

Collom  ]ic  mado  br BXO              oaclHAtiiic    sUmp     tf7.    at 

disc  motloo  applied  b7 6M             pan     91 

Jig  dMifnad  bjr RT        Bviit.  R W.  104.  109.  Itf.  IM.  221.  2S3.  2»».9tK 

MW  Jiv   S22  298.  299.  »4.  47C  m,  1173 

A.  D 191              doMrlption  of  boddle  lie  511 

A.    D..    Jr Ul.  U4.  1171       Mirdy  Ovdy  irater  whMls  I9i» 

Rodffe'a  claiBlfler  476        Hunt.  Oaorg*  H 1173 

Huffman    298.  1181        Hubaad  aad  ShAll  iUaips  141 

O 291              poavmastlc  atwnp '13 

Hoffman.  W.'h 898,  ItK.  1180       H«teh.  dlachaf«aa  lato  tte '.WV.'.'.V.    596 

Hofmaa.   H.   O.  K7.   164-166.  224.  228,  885.  787.  884,  Hntchoo     513 

886.1176.  alopo  of  1«  }l«i  523 

Hog  trough  claaslflar  476        ■•tchiaoon.   W.   8 129.  1184 

Lake  auperior  890        Ilvteh  product.   dataltlM  of 496 

Holoa.  amngamont  of  in  acraoai 168       Itaxlay.  B.  C 57 

In  acraena.  relation  of  thickneaa  of  ptaftas  aad  Bydraalle  claaalflar  sn 

vlMB    to    diametara    of.    aa    found    ta    the  Bllbarx*   475 

BiUa    8Q                    deep  double  trough 41C 

relation  of  thlekaeaa  of  plaftea  aad  wirai  poekot    449 

to  diametera  of.  aa  quoted 372                    double  ooae    4M 

alio  of.  In  alevea  Mi                    Fraaer  and  Chalmera  414 

Boltbaugh.  J.  R 6a,  1181                     O.  G.  Oatea' 418 

Holntea  and  Blanchard ff9                    hopper-aha»ed  Shallow  pwkat 409 

Homeatake  Mill   8M  neaauraa   of    a    four-aplgat.    wltk    aeitlac 

diea  uMd  in  168                        coluiana  of  8-ineh  pipe 401 

dimenalona  of  morUra  la I6fi                   yurpoae  and  eaaaatlal  qnalttlea  af 889 

UppHa    io    189                    alaea  of  feed  to 3S9 

guidea  la   166                   the  Daltoa  899 

Ufa  of  cam  ahafU  in 19t                           Ferrarla    409 

mouth    in   morur   in 109                          Richarda  ahal low  pocket  401 

rate  of  cruahing  in 166                         Teatman    899 

ratio  of  gold  to  ailTer  la  plata  aaialgam  troui^  or  ahallow  pocket  889 

la    1W                   tubular    421 

•erMU  fraiaea  la 177             glaata  ..-. 65.    333 

•OTMaa   uaad    la HI                    The   Monitor    333 

ahoe  abanka  aad  butta 181             )1g>.  oompared  with  air  |lga 8SS 

wear  of  ahoea  and  dlea 184       HydrauUeklng   1006 

weight  of  atampa  and  morUra 164        Hydraulle  mean  depth  9» 

Mining  Company 1096,  1188.1181  mining  TXl 

mortar    228             Ubiea    1197 

B.  H 477              water  for  |iga 587 


pneumatic    concentrator    980  ^yiantity 

Tanning  jig  606  table    aaaw    aai 

iC»e'a   breaker    01  ««  claaaHera  898 

compound  batury   IIT       HydrafW.  aAoaalc  walghl  of vm 

Bapkina,    T.    C 1118 

■oppe.    O .499,  §41.  «48,  1186  I 

teaU  on  auction   080  ..        ^                                                „^ 

Boppera  and  bousing  ....t 88       J«.   iP^lflc   gruTlty   of 1M9 

Mavpor-ahaped   ahallow  pocket  olaaatflera 400       M«oa    fm 

unwaterer  -OTO        Idlewlld  Qold  Mining  Company an 

Rortiontal   loga   !.'!........! 888       Idrta,  Aaatrla,  head  picking  at 493 

mllla   >«  mwi^  rock  In  mine  at OBI 

ahafta.  of  amalgamatliig  paaa 248       I   Kaow   Mining   Company 991 

H^n  ^^n   891        Ilmeolte,   apeolflc  graTlty  of lam 

HornallTerMiningCorapaay   ItU.  1181       l«l«y  J" 

Bam  apooa  1168       laeh nOT 

Herae  power  1A86       tacluded  gralaa   819 

Hotop  112,1186        Indium,    atomic   weight  of XIM 

Houalng  ***.'.'. M       lagalla.  W.  R 1188 

Howe    H.   M 188.    888        lamaa,   A.  L IT 

Howell.   John    142,  817.  04S.  tl8i  laacriblng  eirclea  and   dearaaoa  aaat  hf  «ttla..    196 

Howland  Mill  888.  286.    290       laalde  amalgamated  platea ITS 

pulTorlaer.  No.  1.  bibliography  for 297  amalgamation    228 

riffles    T8S       taatmetlona  for  mouatlag  Blake  ¥raakar 18 

Rawland'a   roUry  aUmp  mill 286       laUrmedlate   Maa    9« 

stamp  battery   889        Intermittent  automatic  d^acharge  694 

Raanchaca  Mining  Company  207  morable   alere   power   ji«a  506 

Rlbner  729.1186  or  Unk  ayatem  of  wortclng  aamliamaftag  paa.    818 

Huot  and  Oeyler'a  aettling  cylinder  478  ivCaoe   Ublea    100 

Hughea  DaTlot  electromagnet  811  blanket  Ublea    IH 

pneumatic  atamp   148  can»et  tablea ..«   tH 

Mandt'a  aettllng  tub 478  cocoa   matting    961 

HungarUn  riffle  blocka   711  Comlah    "frameo"    TM 

Hungary   mercury   well TTO  German  aweeplng  Ublea  189 

Huntington  Mllla  110,  218,  236,    276  Tntonatloaal  Bmery  and  Oorundam  CeoBpaay.liVB*  im 

bibliography  for  296       Interatltlal    currenU    la    aattllag C8i 

capacHlcB  of  281        Iodine,   atomic  weight  of 1188 

centrifugal  force  in 2TB        lodyrite.  apeclflc  grarlty  of 1189 

compared  with  Bryan  mfll 27k       Iridium,  atomic  weight  of U98 

graTlty  aUmpa   278  apeclflc    graTlty    of 1189 

coat  of  cruahing  by 281       Irldoamlne,    apeclflc    graTlty    of 1189 

die  rlnga  and  roller  ahella 280       Iron,  atomic  weight  of 1188 

dimenalona  and  welghU   280  battery    cloth    171 

Fraaer  and  Chalmera*  fl^ores  on 280  City  Mill,   efficiency  of  atamp  mill   la 224 

purpoaa,  power  and  capacity 880  cloth  acraena  ITI 

Rcreena   uaed    in 181  crualilng     OB 

uaed  In  California  231  loaa  of.    In   amalgaoKatlng  paaa Ms 

Mill  21  418  MounUIn,    Bradford    aecontrte   Jig    aacd    at..    r«0 


INDEX. 


1215 


Iron  IComtaiB  MIU 

MlalBg  ConwAoy 


89T 

no 


OTM,    BUfiifltle   MpftratUm   of 

pip*,  Uble  of  ilMt  of «w 

pteto   nemmM    m 

■loTO    frames     BK 

■pacific    gnvltr    of IIW 

wMir  and  Ion  of.  In  amalgamatlaf  P«m Mt 

Iwl  Comadna  Company vm 


....    Hi 

..7C    tr 

....    HI 


*Vack/*  dtftnUtlop  of  

Jacket,   ttoam.   for  amalsamatlng  poa., 

Jackson  

J.  W ^ 

J»mes   Bosardns   sccsntrlc    mill •  sW 

Carkeek   classifier    «< 

Jamleson.   M.   B 1«.  »".  e4a.  Hit 

JanlB.   Lonls.   Jr lU,   227.   161.   2M>.   Itl,  TM 

OP  drop,  on  amalgamated  plates 741 

Hunts  meUl   plates    760 

sliver    plated    plates 7tf 

saneealnc   amalgam    TSl 

the  care  of  mercury  78S 

Jaqnet.    J.    B UW 

Jaw  and  splndto  treakers.  UWs  of  products  of..  6S 

brsakers  U,  W-J 

capacity  of  • 61 

comparison  with  spindle  §1 

cost     of     M 

distribution  of  cmsblng  in   mlU 14 

fine  crushing  In   M 

friction    M 

general  remarks  upon  S3 

hsTlng  greatest  morement  on  largest  lump  » 

Intermittent    action    of    68 

kinds  of  1» 

necessity   for   simpUctty   of  a«tloa   Ip....  W 

number   used    •* 

power  of   W 

principle   of   action    M 

running    cost     M 

siae  and   shape   of   mouth 64 

table  of  coat  of  cruahing  by 60 

taper  ^ 

weight  of   M 

with    equal    matioo    on    ooarse    and    fins 

lumps  — « 

greatest  moTsmeat  on  smallest  lump..  IS 
plates,    comparative   wear  of   meUls   for.    In 

Blake  breakers  48 

Jeffrey   Manufacturing  Company 848 

details  of  elevator  booksts  mM«  by...  864 

rubber  belt   conreyor    869 

Jenlseta   ball   miU    S88.  161 

Jenkins.  C.  V.... ;...  U«4 

Jeaks.    Charies  N S86.  1181 

Jerking   table    «» 

action  of •*4 

Bartlett    4M 

teatlng     1171 

troughs    Ml 

J.  H.  Prenler  and  0ob.  olral  sand  pump  made  by.  6W 

Jtg  bed  Inspection  1171 

Jigging  mills  using  hand  jigs  8M 

mixed  sites,    author's  teats  on ilO 

power  .used   In   Wt 

test    U66 

with  a  suy  bos  SU 

Jl9    1150 

accelerated  «0 

mechanisms   la •SS 

air 820 

and  Tanners;   results  of,   compared  with  El- 
more process  881 

Bapm   BIS 

Bllhan  circular  plunger 618 

•   circular  sieve  power 604 

oblong  movable  sieve  Power 608 

bottom  bed  of.  producU  of 496 

Bradford    eccentric     600 

huddle    61S 

cam  and  gravity  in  Stuts  coal  )iga 687 

cam  and  spring  in * 687 

capacity   of    ••• 

center  discharge  in 681 

circular     518 


Jigs,  clearance  of  the  plunger  and  Its  Mtichwirnt 

to  the  conneetlpg  rods  • iSt 

coarse    concentrates   of 484 

CoUom 610 

Conkltng     608 

connecting  rods  for  plpngor  in 680 

construction  of  JB4.  627 

continuous  movable  sieve  power  491 

Cooley 621 

cost  of  604 

Jig  screens,  cost  of 647 

life  of   64i 

Llnkenbach's  figures  on 647 

materials   for 646 

Uble    of    «40 

Jigs,  definition  of  hutch  product  481 

Diescher  coal 610 

discharges   Into   the   hutch    686 

with  unwatering  Steves  686 

disc    motion    in 686 

disposal  of  concentrates  lA 686 

double    discharge    In    688 

drop    between    sieves    in 649 

eccentric    In 681 

elliptical   gear  in <S6 

flM   concentrates   of 486 

fixed    sieve    607 

four  mineral  separatloB  680 

ftamea  and   tie   rods 621 

frasMs  of  « 682 

Fmacoo fif 

gate  and  dam  discharges 677 

Vsneral    considerations    of 08 

hammer  and  spring 686 

Hancock   vanalag    604 

ll^nd    486 

practice  in  the  mills 498 

with  fixed  sieve  61f 

Hars  composed  with  Gollom 616 

type    6«7 

height  of  dam  In 679 

height  of  Ullboard   In 660 

Hooper's  vanning  606 

hutches   6fl 

hutch  product  of  496 

hydraulic  water  In  687 

quantity   In 698 

Jig  sieves,    percentage   of   opening 646 

Jigs,   Intermittent  automatic  discharge 684 

movable  sieve  power 606 

Iron  sieve  framea    688 

Krom's  pneumatic 994 

labor  for  running  604 

length  of  sieves  698 

stroke  or  amount  of  throw 694 

life    of    904 

limit  of  slses  jigged    €04 

linings  of '  687 

longltudlnaa  p«rtltlon    684 

material  of  bottom  bed •••••  678 

Biaterlala  for  tanks  698 

Mcl^nahan's S19 

method  of  feeding  Stt 

running 661 

ipovable  sioro    488 

hand     4M 

New  Century  Drop  Motion   681 

number   of  slovo   compafUnonts  In 689 

strokes  691 

Parson    and    Ftshor    617 

pipe  discharge  In 688 

rlunger    in 628 

power  used    608 

principle,    purpoee    and    definitions 494 

purpose   and    adjustment    of 661 

removal    of  coarse   concentrates   In 676 

Ulllngs   in « 687 

Robinson  movable  sieve  power 604 

shafts   and    pulleys    In 681 

side  discharge  In 689 

sieve  frames 689 

sieves  for  three  mineral  soMration 699 

two  mineral  separation 689 

aleve  wires  and  pricea  647 

else   of  grains  of   bottom   bed 676 

sieve  hole   in    678 

skimming  the  sieves 676 

slime    Wi 

slope    of    hutches    in 628 

sieves     649 


1216 


INDEX, 


ilS>.  iplfoti  In 537 

■Uy  bozM  for  automatic  dlaehargM 6M 

Btuts  coal   jig    fi2S 

Uil    dlacbargw    In 6S1 

thlekncaa  of  bottom  bed  In 675 

top  layer  of.  products  of 4M 

vnder-platon  CM 

vnwaterlng  bozoa BM 

Utach   ns 

whole  bed  of.  prodncta  of 4M 

width  of  BlcTta  in in 

Jig  Ulllnga.   definition  of 494 

tank,  materlala  for BSS 

teoting    1179 

Johaaneabvrg  Mill   fit 

Johnaon   SM 

flgurea  on  aampling  Ml 

F.     M »4 

O.    R W5.  IIW 

J.     B..    Jr 477,    8SS 

mechanical  aand  aboveller STI 

Paul    I»4 

data  on  lampling  I4t 

lohnaton  concentrator   CO 

John  Tfeylor  and  Company  11S7 

tones,    Clemena    8tt,  1171 

tampler    v44 

Jdrdan*a    centrifngal    grindor    and    amalgamator. 

ts4,  tm 

pnlTeriier   SM.    SM 

Joaeph  Wharton   Hill   106S.  1064,  1117 

Mining  Company  IMS 

Joahna  Hendy  Machine  Woriia IM.  SM.    SM 

breaker   used    M 

Norbom  concentrator  mads  by MS 

Journal   friction    M 

Journals  for  rolls,  Ubie  of 7S 

lubrication  and  care  of 1097 

Jvbllss  snd  Salisbury  Mine,  stamp  mill  practice 

In    SSI 

esp  mlns USI 

K 

Kalb.  Courtenay  de SW 

Kanias  ilnc  regione 89U 

Kaollnlte,  specific  gravity  of HM 

Kaolin    Manufacturing   Company 1149 

washing    1075 

Karlik  gyrating  screen   Ml 

oKlllatlng  grlxz!y   bare SM 

Karop  moTsble  grlisly   ban SM 

KAs.   A SM 

KAtAu,  side-bump  table  used  by OM 

Karldc,    J 7M 

Kayser,  H.  W.   P IIM 

KegOmiuhU^  cone  mill  or  coffee  mill SM 

Keith.    N.    S 7M 

on  absorption  of  amalgam  by  copper  plates...    7« 

copper  plates  coated  with  amalgam..' 74? 

Kemp,  J.  P "M 

Kennedy  Mining  and  Milling  Company lOSl 

Kensington,    P SSB.  118S 

Kent,    William    ....50,  93,  95.  97.  104,  U6.  17S.  SM. 

260.  878.  S16,  1097,  117S.  1194 

Kesaler  magnetic  separators  811 

Key,   A.   C 498 

Keystone  Consolidated   Mining  Company lOSS.  1087 

Mill,    weights  of  stamps  and  mortars 164 

Kla  Ora  Gold  Dredging  Company lOM 

Klevea    7M 

action   of    644 

bibliography  tor  787 

continuous 737 

detal's  of  In  mills 786 

KIJo     1187 

Kilogram    1187 

Kllometrr     1187 

Kilo  of  water 1187 

per  square  centimeter IIM 

Kimberley,   weathering  diamonda  at 831 

Kinds  of  crushing  machines 8 

ore.    In  gravity  stamps S07 

surface  on  sllme  tables   MS 

King    1089 

Brothers  Mill   1070,  1117 

Clarence     888,  290.  7S7.  1178 

KInkesd  ball  mill   284.    295 

mir.      231,  236,  276,    296 

KIrby.   B.   B 648.  1179.  1184,  IIM 


Klrschnsr.     L....M.  IM,  SS8.  MS,  296,  476.  492.  6M. 
727.  7M.  787,  882.  8M, 

Klsln,  L.  A 

moTing  grissly  bars 

Klein's  solution 

Kley  breaker   

Knes  frames  for  gravity  stampa 

Knight   wheels    

Knobs,  rolls  with   loi. 

Knochenhaoer,    B 236.  290.  788. 

Koch    2J0. 

„    ?    ••• •**• 

Koch.   H  

on  capacity,  etc..  of  Jigs 

length  and  number  of  strokes  In  Jigs 

Kohinoor   Mill    

Kfthler    ; 

Kolshom  and  Btreeker's  grinder 288. 

Kosmann    

Kranse's   pneumatic  stamp 

Kretschmer.    Prans    

Krom  breaker   ".if^ 

movement  on  in  Mill  82 

Xrom'a  pneumatic  Jig 

producta  from,  on  De  Soto  mine  ore 

reaulta   on    Seminole   ore 

Xrom,      8.      R...S1.  30,  31.  46.  67.  69.  60.  65.  70.  72. 
73.   77.    87,   88.   100,   110—112.   280.   898.    816.    838. 

Krom'a  rolls  109-llS. 

•tsndard  rock  breaker,   section  of 

Krupp    ball   mill 

p  ; 

Krypton,  atomic  weight  of 

Kubals     

Kunhardt,  figures  on  clearance  of  plunger 

sise  of  grains  at  Laurenberg 

In  bottom  beds 

slope  of  Jig  sieves 

thickness  of  bottom  bed  in  Jigs 

en  capacity,  etc.,  of  Jiga 

coarsest  sise  Jigged   

drop  between  sieves  in  Jigs 

finest  sise  Jigged  

intermittent  discharge   

Isngth  and  number  of  strokes  In  Jigs 

of  sieves   

Ufs  of  Jigs  


UTS 

iin 

8M 

vm 
» 
la 

1089 
166 

1177 
Ml 

1177 

1188 
S9T 
694 
907 
643 
892 
S97 
293 
141 

IIM 
60 
84 
834 
M4 
829 


884 
81 
860 
260 
IIM 
643 
53» 
673 
676 
648 
676 


684 


647 


limit  of  sises  at  Cornwall 

pipe  discharge   gQ 

removal  of  tailings ng 

revolution  of  sllme  tables  M6 

slops  of  slims  Ubles 04 

stay   boxes    ng 

the  use  of  the  stay  box  661 

width  of  Jig  alevea   691 

W.    B.    ...66.  87.  IM.  148,  MS.  876.  892,  298,  2M. 

SM.  816,  864.  S84,  476.  4M.  6M.  613.  7n.  SSS.  UU 

^  ,  ^                                            1146. 1171.  vm 
Kntiielisr  ngi 


Labor,  cost  of.  In  pan  amalgamation SM 

for    running    Jiga 804 

in    the    mills    uoi 

Liabradorlte,   apeclfic  gravity  of UM 

Labyrinth    * fll 

Labyrinths  and  runs 447 

Lady  Barkly  mill.  we<ghta  of  atampa  in 190 

Lake  Harold  gold  aUmp  mill UTS 

Lakea.    Arthur    1183 

Lake  Superior,  center  discharge  at 6a 

copper   mills.  .114.    476,    lOM,    1089.    1093.    1098. 

1108.    1108,    1109.  Ills 

disposal  of  concentratea  In 6M 

mortar  blocks  In IM 

minee,  rock  houses  at 4M 

rock,  settling  sUmee  from 4M 

sise  of   griszly   used   for SM 

eost  of  die.  etc.,  at ISl 

hydraulic  class'fler.  produo'n  nf  in  Mill  46 891 

products  of  m   Mill  46 891 

hog  trough  classifier  at 476 

details  of,   in  mills 899 

old  form  8M 

Jigs   used    at S16 

life  of  GoUom  Jiga  at 994 


INDEX, 


1217 


lAke  Bnpcrior.   method  of  foodlnc  Jigs  at Mf 

mllla  antomatle  dtaobarge  In (77 

natlTO  copper  mills,   diepoMl  of  conoontratM 

111   M7 

■IM  Of  sralns  In €93 

Uren  Ublo  naed  at 688 

roffion,   drop   hammen  UMd   In IS 

•tMm  hammen  used  In U 

stamp  mill,  power  used  at SIO 

Lamar.  J.  R.  de IM 

Lamberton  mill   SS4.  29S 

Lamprecht  on  material  for  bottom  beds fi74 

R 66,  109.  29t.  S98.  864.  476.  4M.    674 

Lancaster  breaker  B6.     60 

Landis,    H.    K 477,    64S,    1171.  1179 

Landolt     1188 

Land  pebble  phosphate  deposits 895 

Company    ....• 897 

Langgnth.    E 8S7 

Langley's  improred  dry  crusher 286.    274 

bibliography  for 196 

Lanthanum,  atomic  weight  of 1188 

Last  Chance  Mill  946 

Lasslo  amalgamator   777 

Lateral  thrust,  right  and  left  hand  cams 195 

Lattes.    O    1177 

Laumontlte.  specific  gravity  of 1189 

Launders    678 

bibliography  for   886 

hydraulic  mean  depth   876 

mean    Teloeitles    of    water    in 877 

quantities   of   water  in 878 

rectangular     877 

speed  of  water  current  necessary  to  carry  sand.    878 

theory  of  flow  In 876 

wetted  perimeter  876 

Laurenburg  mill   961.   1066,  1116 

hand  picking  at   498 

range  of  sixes  jigged  at 609 

sieve   scale   at    867 

aises  of  ore  hand  picked  at 487 

wear  on  Schranz  mill  at   276 

Lauthenthal,    hand  picking  at 49t 

mill   108« 

range  of  sises  at 609 

•leye  scale  at 867 

sises  of   ore   hand   picked   at 487 

trougb  dasslfler  at  479 

Law  of  free  settling  particles,   method  of  inves- 
tigation of.   in  surface  current  box  classifier....    484 
results  of  InTesttgation  of,    in  surface 

current   box   classifier    484 

Lawrence   centrifugal   pumps.    deUUs   of 869 

H.    L 1182 

Machine   Company,    pump   from   catalogue   of.    869 
Laws   of   classifying    by    free   settling    in    water, 

bibliography  for    476 

crushing   200 

bibliography  for   816 

Jigging,     bibliography    for 689 

Xfc    C.    Trent   and    Company    270 

Leach.  A.  H 492 

Leaching    copper    ores    1167 

silver  ores  with  hyposulphite  1167 

Lead   600 

and    sliver    ore.    crushed    by    Blake    breaker 

and  Chill  mill   271 

atomic  weight  of 1188 

.  ore,  at  Llsbume  mines.  Wales  839 

sise   of  grizzly  U8»d   for 840 

treated  in  Mills  24.  26 69 

removal  of   261 

specific  gravity  of 1189 

Leadvllle  Gold  and   Silver  Extraction   Company..  1070 

Leather    belts    1093 

Leavltt,    E.    D.,    pump    designed    by 873 

•tamp  114—116.  118,    148 

deUils   of  cylinder,    water  used,    and   ca- 
pacity        126 

mortar  housing  120 

rings   122 

screens  121 

shaft   128 

valve  action  127 

efficiency   of    183 

frame  of  119 

mortar  housing  for 119 

power  for   131 

safety   devices    in 127 

steam   cylinders   and   valves    in 123 


Leavltt  stamp,   table   of   deUils  of  morUr 120 

foundations  and  mortar  beds  118 

sills    and    girders    118 

Ledouz,   A.   R..   data  on  sampling   849 

figures  on  sampling   862 

Lsffel   wheels    1089 

Leggett.  T.   H 286.  886.  839.  1178 

Lehigh  Zinc  and  Iron  Company,   cost  of  screen- 
ing at  mill  of 861 

Lehman,    F 1178 

Leighton.    George    1188 

Length  of  sieves  in  jigs  682 

strokes  or  amount  of  throw 694 

table   of   measurements   of 1187 

Lepldolite,     specific    gravity    of 1189 

liOSter  breaker  66 

Levant  Mill   1068 

Lever  pattern  of  Blake  breaker  21 

Leviathan  pulveriser 236.    299 

Lewis.  J.   V 67.   1176.1181 

Llbbey,    W.    L.,    on   absorption    of   amalgam    by 

copper  plates 768 

sodium  amalgam  768 

Lldner.   P.   G 67.    492.   640.   889.  1175 

on  length  and  number  of  strokes  In  Jigs.    694 

Life   of  Jigs    604 

shoes  and  dies 184 

sieves    in   jigs    646 

trommel    screens     868 

Lighting  HOC 

LIghtner  Mill    886.    896 

Limestone,  Missouri,  jaw  plates  used  In  crushing.     48 

weight  of  1190 

Limits  of  concentration   1118 

sieve  scale   868 

slses  jigged    604 

speed  and  height  of  drop  due  to  the  mortar..    218 

due  to  power  216 

LImonlte  ore.  results  of  classifying  In  Mill  6....    405 

LImonlte.  speclfie  gravity  of 1189 

treated  by  Jig  In  Mill  4 608 

washer.    Longdale    896 

weight  of 1190 

Lincoln    Mill,    dies   used    in 180 

Llnder,     S.     B 1178 

Llndgren,    W 290 

Linings  for  mortars 166 

of  jigs  627 

Link  belU  868 

Llnkenbach.   C.U,   66.   87,   109.   223.  269.   292.   816. 
882.  334.  384.  488.  484.  476,  492.  639.  727,  728.  882.  1178 

data  on  capacity  of  trommels 869 

cobbing    480 

description  of  classifier 412.    416 

spigot  discharge 888 

design  of  classifier  421 

dimensions  for  V-bozes 421 

figures    on    concave    slime    tables 698 

jig  screen  647 

llmlU  of  sieve  scale  869 

else  of  sieve  hole 671 

spiral     screen     868 

fixed  conical  table  689 

convex  slime  table,  capacity  of 697 

table,   radius  of 697 

on  capacity,    etc.,    of  jigs 597 

of  his  fixed  slime  table  697 

coarsest  sise  Jigged 606 

density  of  pulp  on  slime  tables..... 698 

drop  between  sieves  In  Jigs 660 

finest  sise  Jigged 606 

labor  for  running  jigs 604 

length  and  number  of  strokes  In  Jigs....    584 

size  of  grains  on  slime  tables 698 

skimming  sieves   676 

slope  of  Jlg  sieves  548 

slime   Ubles    04 

three  mineral  separation  In  Jigs 690 

two  minpral  separation 689 

sire    of    feed    to     hydraulic     classifiers     rec- 
ommended   by    889 

Llnkenbach's  pointed   boxes   441 

Llnnaeite.  specific  gravity  of 1189 

Llnton*s  level  1159 

LIntorf.  Prussia,  disintegrating  blende  and  pyrlte 

at     680 

Lion  Mill   284.    294 

Lip  apron  of  mortars  178 

plates   739 

Llsbume  mines.  Wales 829 


1218 


mj)BX. 


of  wAUr  

Uthimn.    atomic    w«lcht    of 

LMm.    M 

Z/oeatlon  of  mills 

the  mjiln  abaft  In  gravity  aUmiw. 


UiT 

11S7 

im 

341 

10« 

IfT 

Loek.  A.  0..6f.  141,  US.  m.  290.  SN.  297.  2M.  4TC. 

•N.  787.  8t7.  im 

c.  o.  w m,  im,  11S8 

LoekOp   C.   B , 477 

LMkhart'a  automatic  gam  aapaiator 410 

tuUttlar  claaaiflor  47C 

lAff  waabtra   66.  SM 

compared  with  waah  troouaela SIS 

borisontal  lofi  M 

plants  using  MS 

the  Thomas    SM,  SSi 

washing  plant  SS6 

at  Lottgdala.   VlrginU SSI 

I0lin«t's   hall  mill US 

Lonsdale    Iron    Coaapanjr    477 

clarifying  reserrolni  used  by 441 

log  washer SSS 

Longitudinal  partition  In  Jigs 614 

LAngridga,  C.    C 2St.  1006.  117S.  UTS 

Loog  ton   llTt 

Loram.   B.    H 788 

Lorlng  belt  647 

Loring.    W.    J 166.  181.  184.  208.  824.  264.  781.  1176 

on  dressing  and  cleaning  platea  in  Mill  78....  76f 

use  of  cyanide  on  plates 757 

Losaes  of  gold  in  amalgamation 786 

Ltoas  of  Iron  In  amalgamating  pans 848 

mercury     784 

In  amalgamating  pans S6o 

Loas    In    weight    by    reforting 788 

Louis,     H U.  66.  108.  142.  148.  168.  164.  167.  187. 

188.  187.  200.  204.  206.  207.  206.  218.  220.  222- 

284.  286.  228.  280.  287,  816.  S84,  476.  787.  888,  1178 

method  of  preparing  copper  plates 768 

on  connecting  table  with  mortar 786 

copper  platea  coated  with  amalgam 747 

plate  stalna  750 

gold  and  sllTcr  amalgam 781 

melting    784 

retorting  amalgam  781 

squeeslng  amalgam   781 

tablea  for  supporting  platee 7SS 

use  of  Milphurlo  add  on  plates 76t 

Lowe,  r.   A 226.  281.  1178 

Lowe's    Hill 282.  284 

Lowry  National   Breaker    45.66-40 

Lubrication  and  care  of  Journals 1087 

of  amalgamating  pans  247 

cams   184 

Lueop  and  Cook  lilll  284 

Ludlow,     E 1180 

Ltthrlg  Jig.  removal  af  toillngs  in..., 688 

pulsion  Jig   888 

Uble    468 

capacity  of,   at  Dlepenllncben.  Prussia 670 

Llhrmaan.  F.  W 285 

Luquer.    L.    M 1178 

Lurmann   886 

Luster,  use  of  In  dressing  ores 8 

Luttermann   110 

Lyon  Mill,  deuils  of  rings  in 244 

discharge  spout   In 241 

heat  used  In  amalgamating  in 248 

lining  of   amalgamating  pan   in 244 

muUer  and  shoes  of  amalgamating  pan  l^.  846 

wings  of  amalgamating  pans  in 246 

Lron  MounUln,  New  York 801 

Conkllng  Jig  used  at 608 


Hachlne  breaking  66 

distributors    857 

lUctear.   J.   A 888 

Madison  mill  of  the  Utioa  Company 1024 

Magalia  drift  mill,  rlfTles  containing  meroury  in.    770 

Magic  crusher   286,    288 

Magneslte.  specific  grsTlty  of 1188 

Magnesium,   atomic  weight  of 1188 

Magnet     1166 

Magnetic  combination  mills 1040 

concentration    780,  1068 

bibliography   for    882 

designing    of    electromagnets 780 

field,   action  of  substances   in  a 786 


Magnetic  sepantioa.  of  Inm  area im 

separator  formerly  used  at  Fnihtmm 818 

acparator.  Rowand  807 

separators,    clasalflcation    of 7»e 

using   drums    7ST 

Ball-Norton   or   Mwsareh 781 

Buchanan    888 

DellTlk-Ortedal    804 

FSrraris  788 

Heberll    78f 

Payne    198 


Siemeu     

Slemena  and   Halake.. 


with  couTeylng  belta., 
Conkllng  dry  ...... 


Bdlaon  for  |hie  matariala 

Hoberli  wet   

Hughes  DsTlot  eleetromagnet 
magnetic    aeparator    £»rmarly    used   at 

Prslbram    

magnetic    aeparator    oaed    at    Monta- 

poai  

Watberlll'a    

lUfBetlam  880.  88L 

change  of.   by  heat 

roasting  for  8U. 

use  of  in  dressing  ores 

Magnetite  ore.  Port  Henry,  products  of  cruabing. 

specifle  grsTlty  of  

treated  at  Lyon  Mountain.  New  York 

Malera,  Austria,   hand  Picking  at  

roaating   ore   at 

slses  of  ore  hand  picked  at 

Mkin  abaft,  location  of 

Maintaining  height   of  drop  in   gravity   atampa.. 

Maintaining  platea  of  the  right  conalatency 

Main.  William.  Jr 226. 

Malachite,    specific   gravity  of 

Mammoth,  Arlsona.  screening  teat  on  gold  ore  at. 

Mill,  screens  used  In 

Mining  Company  

Manganese,    atomic   weight   of... 

SP«ciflc  gravity  of 

Manganite.    specific    gravity    of. 
Mareaslte.    specific   gravity   of... 

Vardln,  B.  M 

Marsaut.  J.  B 

Maradaa    breaker    

Martin's  huddle  

Maryland  Mining  Cos^wny   

Maasachusetts   Institute   of   Ttoeknology.    teats   on 

distrlbutioa  of  amalgam 

effect  of  temperature  on  amalgamatton. 

Materials    and    coat    of  acraana 

for  Jig 


4U 

sot 

810 

tia 
tu 

tis 

fio 

846 

16U 

i 

884 

4 
100 
1188 


815 
487 
187 
888 
754 
229 
1188 
284 
176 
1446 
1188 
1188 
U88 
1188 
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ftt 


1084 


764 

ItJ 


roll  shells 


wearing  parte    

•f  amalgamated  platea 

bottom    bed     

screens    in    mills    . 


iUthet  

Mathes.    A 

Mathlnes    Creek    Mine,    capacity    of    Jinntington 

mill  In   

Maurtce.  P.  B ,477. 

Maximum    else    of    feed    to    rolls 

Maxwell's   law   of   magnetic   attraction 

Mayflower  drift  mill  rifflas  ooatainiog  maroBiy  !*• 

Mill,    concentrator    uaed    at 

electric  curreat  In 


88 
864 

U 
T4f 


881 
•87 


281 
448 

a 

711 
7T8 


in 


shaking    plataa    In 

unwaterer   in 

Mayaard.   O.   W 648. 

May.   W.   J 

McCallum.    A.    C lOH. 

McCormIck,     E 

8.    a    

McCully    breaker    44.    66, 

comparison  with  Oataa   

table  of  slses  of 

R    

McDermott  and  Duffield,  on  ahaking  platea 

W 441.  787.  U72. 


748 

468 
llSi 

1178 

1178 

1184 

U8S 

li 

41 

44 

44 

741 

U75 
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mcDomm,  b 176.  wr.  m.  in.  4ift,  m4.  lui.  iiti 

McDowell.  P.  H 8SS.  117S 

McFartana  aad  Company It,  71  IM.  181.    IM 

MeLaaahan  and  Stoao SM 

doabto  log  waahar SM 

Jl«    B« 

pulaioa  jlc  63S 

alaTO  fnuoa   la 538 

McNalll.  H.  C 836 

Meana  of  gattlng  a  whole  currant  la  aettUac  Unks   461 

Meatorea.  eqolTalenCa  of 1187 

of  a  fonr-aplgot  hydraulic  olaaalfler  with  lort- 

Ibc  column  of  S-lnch  pipe 401 

Mechanical  hatea  883 

■ampllns  848 

Brunton  lampler  847 

Collom  lampler   847 

comparlaon  of  maehlaea 848 

•tlrrtnt   330 

unwaterinc   879 

Mechanism  accelerated.   In  Jigs 633 

crank  arm   635 

sliding  block  633 

Haohemlch  Mill,  sloTe  acale  at 367 

siphon  separator 477,    630 

Meier.   B.   D 643 

J.    W 363.  183.  386.  336.  483.  Cft,  729.  884.  1180 

Melhe'a  pulTOrtier 336.    289 

Melnecke  226.    4T7 

clasalfler  430.  4T7.    478 

Vttahitte    426,    477 

Melting    784 

Mercury,  atomic  weight  of 1188 

care  and  purification  of 786 

fed  to  battery  in  gravity  stamps 308 

leas  of  786 

tn  amalgaauttlag  paaa  • 360 

propertlea  of    730 

rUBes  containing  770 

specific   graTlty   of 1189 

traps   768,    771 

Blaek   Hills  trap 773 

box  traps  773 

cleaning   up   774 

Oraaa  Valley  trap 774 

plain  transTorse  troughs  or  rifles 773 

traasrerse  with  gates 773,    773 

wells  and  rifles  containing  mercury 768 

adTantages  and  dlaadTantagea 771 

Meronlts,  Bohemia,  weathering  for  garnets  at —    831 

Merrall's  mill    336.     296 

Merrill,   C.   W 1181 

Meshes.  TSlue  of  in  aereen  aliea 1198 

MeUllic  Extraction  Company 103 

MeUllurgloal  teata   1167 

MeUl  rifflea,   expanded   723 

MeUlB,   specific  gravity   sf 1188 

Meter   1187 

Methoda  of  cruahtng  8 

feeding    gravity    stamps 307 

JlH  M» 

prailmlstary  onuhlng  9 

running  6-foot  pans  In  cembination  mills 249 

nmninc  Jig*  ^^ 

working  amalgamating  paaa 248 

Metric  horse  power  1188 

ton   1187 

Meyer  and  Charlton  Mine,  stamp  mill  practice  In.    221 

M.  Hoagland  Bons  and  Company 77 

MiaiVTrite.  apedfk:  gravity  of 1189 

MIchell  and  Tregonlng  Pulveriser 233.    394 

Mlchlgamme  iron  mine 1136.  1176 

Wenstrom  magnetic  aeparator  at 803 

Microscope  1160 

Middlings,  treatment  of 1131 

Mldvale  Company  186 

Milbum's  crusher  Ill 

Mile     1187 

Miles,  Wm.  A- 836 

Mill  1 339.  486.    498.  499.  888.  883.  1113.  1116.  1119 

3 10,  819.  339.  486.  4N.  499.  633.  891.  898. 

1100.  1101.  1118.  1116.  1119 

3 84,  64.  66.  87,  498.  499.  892.  902.  1091, 

1100.  1101.  1116.  1119.  1129 

4 321,  SB2.  486.  481.  60f.  896,  1116 

6 832.  339,  347.  860-353.  368.  405.  480.  406, 

491,  873.  879.  896,  896.  1098.  1114,  1116 

6 841.  870,  895.  897 

7 827,  834.  341.  878,  896.  897.  1116 
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13 24.  64.  66.  76.  90.  319.  389,  847.  360.  363, 

486.  488.  491.  506,  634,  638.  640,  550-653,  677, 
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IIU,  1116 

17 12,  24.  36.  64.  66.  69.  72.  76,  90.  91.  97. 

101,  347,  360.  S62.  864.  368.  366.  400.  480.  486. 
634.  638.  684,  640.  647.  650.  663,  684,  690.  683. 
688.  686.  609,  606.  663,  888,  806.  906.  1001.  1106, 

IIU,  1116 

IS 34,  36.  64,  66.  76.  90.  101.  847.  360.  362. 

S68.  366.  869.  873.  410.  444.  523-636.  628.  680. 
688.  687.  688.  640.  660,  662,  690.  602.  698.  604, 
648,  863,  806.  899,  Ml,  1090,  1091.  1100.  lUS. 

1U4.  1116,  1131,  1119 

19 34.  64,  66,  76.  347.  360,  36S.  368.  437.  444, 

466,  486.  489.  491,  634,  661.  590.  646,  906.  910. 

U14.  1116,  iin 

80.... 34.  36.  64.  06.  69.  70.  72.  76,  8S,  90,  91.  M, 
101.  847.  860.  863,  364,  366,  867,  868,  861.  866, 
431.  634.  538,  637,  640.  541.  660,  661,  664,  673. 
674-676.  603.  693.  604.  606,  638,  648,  063,  867, 
888.  m,   873.  876.  906.  918,  1081,  1100,  1103-1106. 

1113,  1116.  1118 

n M.  26.  64.  66.  71.76.87.90.07,101. 

880.  181.  847.  860.  861.  868.  869.  361,  306.  869.413, 
461,  636,  618,  637.  638.  541.  646.  647.  660,  864, 
673.  Vn,  692.  683.  696.  001.  608.  006,  684.  691, 
6H,  697,  863.  876,  906.  915.  1089,  1100.  1106, 

1111.  1116,  im 

11 30.  31.  34.  64.  66,  69.  73.  76,  87.  90.  91. 

95.  97.  101.  880.  338,  338.  847.  360-362.  356.  858. 
359.  861.  366.  381.  383.  399,  442.  466.  462.  633- 
6S.  618.  6S8,  634.  637.  638,  541.  660.  664.  871. 
673,  679,  684,  587.  698.  693.  699.  004,  606.  684, 
688.  683,  697.  866.  867.  870.  872,  874.  875.  916. 
917.  UOO.  1108.  U08.  1105.  1112.  1116.  1122. 

.   1129.  1140.  1141 

n 24,  64.  66.  71.  76.  87.  90,  91.  347.  349. 

S60.  863.  368.  369.  366,  442.  625.  528.  541,  664. 

671.  683,  606.  684,  888.  916.  917.  980,  1116.  1111 

14 14.  26.  60.  61.  64,  66.  69.  72,  76.  80.  91. 

101.  847,  850, '352.  856,  S58,  359,  361,  366,  414. 
444,  446.  466.  617,  626.  628.  529.  536.  587.  538. 

641.  646.  647.  649.  660.  664.  677,  679,  684,  689. 
682.  693,  604.  606.  648.  663.  664.  684.  692.  AM. 
no.  916,  917.  921.  1001.  1092.  1100.  1101.  1106. 

1106.  1113.  1114.  1U6.  11S3,  lUS 
16 11.  24.  26.  47,  64,  66.  68.  70.  72.  73,  76, 

87.  60.  91.  97.  98.  101.  831.  347.  360.  862,  361. 

868.  866.  442.  444.  461.  466.  460.  517,  686.  688, 

639.  587-689.  641.  646.  647.  649.  660,  666,  671. 

677.  687.  692.  698,  696.  599.  605.  607,  608.  662. 

867.  868,  869.  870.  873.  874,  876,  916,  964.  1066. 

1088,  1091.  1096,  UOO,  1108.  1106.  1106.  1108. 

1112.  UM,  1116.  1119,  IISO 
8* SO.  81.  86.  48,  46-48.  60.  64.  66.  68, 

69.  72.  T6.  87.  90,  06.  07.  101.  171.  173.  847. 

860.  SO.  867-866.  861.  866.  881.  883.  466.  460. 

636.  638.  537.  540.  641,  646.  660.  556.  672.  674. 

692.  693.  696.  604.  605.  648.  665,  668.  664,  848. 

866.  861.  863.  873.  935.  926,  1091,  1100,  1108- 

1106,  Ull,  1116 
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Mill  S7 24.  86.  64.  66.  66.  72.  76.  90.  H  101.  Mill  42.... 64.  67,  72.  76.  01.  97.  101.  118  120-123. 

156,  168.  164.  166.  167.  170,  YH,    178.  180.  126-128.  134.  368.  338.  340.  845.  347. '361.  353. 

m.  185-187.  189-192.  195-190.  201.  206.  207-  366.  396.  403.  404,  444.  466.  468.  481.  486.  491 

200.  212.  214.  219,  280.  281.  347.  350.  352.  355.  515.  519,  526.  523.  629,  543.  551.  564,  572.  587.' 

356.  358.  866.  368.  432.  444.  451.  456.  480.  486,  598.  605.  638.  684.  696,  697.  863.  875.  984.  1086, 

489.  491.  526,  528.  533,  585-538.  541,  546.  560,  1098.  1102.  1105.  1112.  1116  1121.  1180 

666.  585.  587,  692.  693,  604-606,  638.  648.  684.  43 64.  67.  69.  72.  76.  91.  101.  118.  120-123. 

692.  768.  866.  863.  864,  872.  874,  875.  879.  880.  126-128.  133.  134.  339.  347.  351.  353.  858.  366 

883,  925.  928.  1090.  1091,  1096.  1100,  1106.  1107.  396.  403,  404.  444.  451.  466.  517.  526.  543  546' 

1112.  1113.  1116.  U19,  U71        547.  551.  564.  572,  587.  582.  598.  596  6O4!  606.' 

SS 10.  24.  26.  30.  31.  64.  67.  69.  72,  76.  648.  684,  689.  692.  695-697,  843.  861.'  863.  972. 

90.  91.  97.  101.  104.  280.  281.  339.  840.  845.  875.  984.  987.  1091.  1100.  1113.  1113.  1115.  1U6.  1121 

347.  360.  858.  358.  369.  366.  881.  383.  388.  425,  44 18.  24.  27.  64,  118.  120-123  126-19 

432.  442,  444.  456.  461.  462.  625.  528,  536-538.  181.  133-135.  257.  259.  280.  337.  339  '  392  398' 

641.  546.  549.  550.  556.  674.  588.  585.  586.  592.  404,  449.  481.  485.  486.  489,  491  6U,  622*  526! 

698.  596,  699.  604-606.  638.  684.  692-694.  866.  629.  537.  548,  564.  671.  577.  580.  582.  583  586- 

164,  871.  875.  925.  933.  1004.  1091,  1100.  1103-  589.  598-694.  596.  601.  605.  638.  681.  684.  688. 

1106,  1116,  1141        694.  695,  697,  843.  867.  861.  866.  866.  870-872. 

» 24.  26.  64.  76.  87.  90.  847.  860.  353.  874-876.  990.  995.  1000.  1091.  1092.  1095.  1103. 
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606.  684.  868.  880.  925.  926.  985.  1089.  1100,  45 121-123,  126.  128.  138.135.  320  390 

1105.  1116.  lUi        391.  448.  515,  626.  529.  537.  586.  587.  689.  682! 
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87.  90.  91,  97.  98.  101.  339.  347.  350.  853.  858.  1X10  1116  1189 
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682,  633.  637-639.  641.  646.  647.  649.  550.  566.  466.  480-482.  486.  486.  489,  491.  515.  626  537 

672.  673.  577,  579-581.  586.  587.  582.  593.  604.  648.  644.  547,  566.  571.  577.  583.  586.  687  592- 

606.  638.  648.  668,  661.  684.  688,  692.  693,  696.  694.  606.  684.  689.  696.  697.  726  727.  843.  870 

696,  855.  861.  863.  872.  875.  936.  937.  1089.  1100.  872,  875,  990.  994,  1088.  1091,  U08.  1106.  lUOu 
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101.  102,  339.  347.  861.  863.  854.  369.  366,  893. 
444.  626.  628.  542.  650.  568.  672.  687.  592.  593. 
604.  606,   648.   684.  697.   856.   857.   863.   875.  986. 


136.   820.    337-339.    397.    398.   400.    404.    449.    456, 
~~  482.   486.    486.    489.    491.    615.    522.    526.    529. 
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34   ....46  64  67  76  87  339.  347.  353.  359.  ? "<*•  ^««  '^-  !"«'  "'S 
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366.  867.  449.  466.  486.  625.  642,  646.  558.  587. 
692,  688.  604,  605.  648.  684.  856.  863,  875.  986. 


61 1006.  1007.  10O9.  1116 


946.  1089.  1100.  1106  1112.1116       " *W6'  ^^'    1«»'  ^^1.  1013.1116 

85 46.  64,  66.  67.  69.  72.  76.  87.  90.  91,  M W.  «.  1^,  170.  199.  202,  205.  207. 

m,   101.  337.  339.  847,  350,  361.  363.  358.  369.  208.  212.  219.  648.  655,  659.  663.  1014.  1089. 

361.  366,  393.  444.  458.  515.  525.  542.  646.  647.  1091,  1100,  1103,  1106.  1116 

550.  551,  558.  672,  587.  592-594.  604.  605.  648.  64 27.  46,  170.  199,  206.  207.  208,  212. 

661-663.  684.  692.  694.  697.  866.  857.  863.  986.  219.  339.  482.  648.  663.  1014.  1015.  1110.  1116.  1131 

947,  1089.  1100.  1106.  1116,  1122       66 24,  145,  148.  156.  158.  164-167.  170.  177. 

86 24.  64,  76.  347,  361.  353,  366.  396.  442.  178.  180.  182.  186,  187.  189-192.  196-199.  201. 

525.  526.  542.  558.  572.  592.  606.  648.  684.  692.  202.  205.  207-209.  211.  212.  219.  222.  304.  482. 

986.  961.  1110.  1116        486.  491.  648.  665,  701.  768.  1014.  1016.  1030. 

17 24.  64.  67,  76.  347,  351.  363.  358,  366.  1091.  1100.  UOl,  lUO.  Uli 

898.  486.  507,  622-624.  526.  628,  530.  531.  583,  |8 145.  156,  168.  164.  166-167.  170,  174. 

534.  537.  538.  550.  580.  592.  648.  684.  687.  692.  177.  m.  180.  182,  186,  187.  189-192.  196-199. 

694.  697.  842.  856,  863.  936.  954.  1089.  1091.  lUf        801.  202.  205-209.  212.  214.  219-222,  265.  724. 

28 24,  26,  64.  67.  76.  91.  121,  126,  134.  737,  740.  744.  745.  748.  766.  768.  770.  783.  788. 

280.  281.  339.  347.  351.  353.  354.  358.  359.  366.  ioi7.  1089,  1098.  1103.  1106.  1116.  1119.  1181 

382.  383.  393,  395.  444.  456.  458.  468,  517,  524.  57 ,4  „     145  jg,,  j^   158.  166.  167. 

626.  529.  642.  546.  547.  560.  658.  572.  575.  579.  '  jg,  ,74  'm.  179-182.  186.  187.  189.lS  196^ 

687.  592.  593.  605.  638.  648.  661.  662.  684.  698.  {Jj'  ^,7  202.  204.  S.  207-209.  212.  214.  219 

696.  697.  843.  848.  867.  863.  872.  875,  879.  973.  gj;  ^^]   j^g'  ^   ^   ^  ^;  ^  gJ  So! 

974.  1086.  1087.  1089.  1096.  1098.  1102  1106-1108.  ^{^  ^^   ^\  ^^\  ^\   740.  742.  744.  746!  748! 

^      «.  «.  ..  -  -.  ,-  .,  «o«  i,  SJ'  ""        7W.  T59,  765.  768.  772.  774,  783.  1018.  1089,  1082. 

89 24,  26.  64,  67.  69.  76.  91.  280.  281.  847.  Uqq  U^^  Hj.  „«  1^ 

JS'  sS'  f^'  1%'   S?'  ?«'  M6'  '^0    til   SS'  " 1«'  1«-  ^"-  1«-  !«'.  "<^.  "i'  "«^ 

662.  857.  863.  875.  973.  976.  1091.  1103.1105.  SJ."  Si.  wi.  %.  m'.  m.  M5.  ui   fi  JS 

40 10  24.  26  48.  64.  67-69.  72.  76.  J?'.  "*•  "".  1019.  1089,  1100.  U08.  1106.  lllf 

90,  91.  101.  312.  339.  347.  861.  363.  366.  361.  '^;;;;;l^i,*';oi*^,'J'^/JS,  *^L  JS"  IS'  12' 
366.  373.  896.  408,  404.  416.  444.  446.  456.  482.  JTJ-ISO.  182  186  ^^.^J^^^'J^'iS!'  ^'  S* 
483.  485.  626,  628.  543.  546  547.  560.  662.  679.  206-209  212  214  219.  ^.  «9.  840.  4M.  647, 
687  592.  593;  604.  605.  607.  638.  647.  648.  656.  648.  666.  669.  6«  ««'. '?L'*1'««?^fl2*•1I2• 
663,  863.  872,  875.  879.  973.  978.  1086.  1089,  759.  765.  772.  785.  1018,  IWO.  1088,  lOW.  IIOO. 

1091.  1099.  1100.  1103-1107.  1112-1114.  1116                          HO*.  "04.  1109.  1116.  lltt 

41 24.  26.  48.  64.  87,  347,  351.  363.  358.  366.  10 38.  46.  146.  166,  167.  169.  180.  182.  189. 

396.  424.  444.  451.  456.  482.  626.  643.  546.  650.  199.  201.  205.  207,  208.  212,  214.  219.  222.  648, 

562.  572.  592.  693.  605,  647.  648.  660.  661.  663.  660,  661,  737.  740.  742,  744.  748,  1018.  1081. 

973,  982.  1103,  1105.  1112,  1116.  1121                                       1089.  UU 
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Mill  n S8.   M.   146.   ISe.   us.   164-167.   16i.   174. 

175,    177.   171.   180.   182.    186-187.    189-118.   IM- 

188.    201.    202.    806.    207-208.    212-214.    818.    222. 

266.    888-840.   648.   668.   661.  668.   664.   787.   740, 

746.  748.  766.  766.  768.   788.  786.   848.  868.   860. 

861.    876,    1018.    1081,    IMO,    1088.    1080,    1108. 

U08.   1106.   1116.  HIS 
a 24.   27.   48.   146.   166.   166.   168.   166-167. 

188.    177-182.    186-187.    188-182.     187-188.    801, 

808.    20S,    207-208.    lit,    214.    218.    822.    266. 

888.  840.  648,  668,  661.  706,  788.   787.  741.  742. 

748.    760.    766,    767.    766,    768,    772.    788.    1018. 

1022.   1088.   1100.   1108.   1106.  UlS 
n M.    167.    170.    177.   178.   182.    180.    181. 

188.  801.  206.  207.  206.  812.  214.  218.  648.  727. 

766.  778.  1018.  1018.  1068,  Ulf 
•4 14.  27.  48.  146,  168.  166,  166.  168. 

164-167.  168.  174.  176.  m-180.  188.  186-182. 

186-188.  801.  208.  806-808.  212-214.  218.  288. 

888.  840.  6(8.  668.  668.  788.  737.  740.  748. 

746.  766.  768.  772.  772.  864.  1018.  1028.  1088. 

1100.  1108.  1106.  1116.  im 

66 24.  166.  168.  166.  168.  174.  177.  178» 

180-188.  186.  187.  188-181.  186-188.  801.  208; 
807-208.  212.  214.  218.  222.  288.  266.  828.  888. 
482.  481.  647.  648.  668.  661.  788.  786.  787. 
788.  740.  741.  743.  744.  746-748.  760.  764.  766. 
772,  778.  788.  1018,  1084.  1088,  1068.  1081 

1108.  1104.  1116.  1118.  1118 

66 46.  47.  166.  166.  167.  168.  177.  180- 

182.  186.  187.  188-182.  187-200.  202.  206.  207. 
212.  214.  218.  222.  262.  682.  726.  788.  741. 
744.  746.  747.  768.  766.  760.  768.  778.  ^6. 
781.  786.  1018.  1026.  1088.  1081.  1088.  1100. 

1102.  1106.  1116.  1122.  list 

•7 28.  146.  152.  158.  166.  168.  166.  167. 

168.  174,  176.  in-182.  184-187.  188-188.  IM- 
188.  201,  202.  204.  206.  207-210.  212.  214.  218. 
882.  482.  738.  7S6.-  788.  740-742.  744,  746.  747. 
762.  766.  768.  766.  768.  771.  778-776.  788.  786. 
878.  1018.  1026.  1080.  1001.  1100.  1108.  1106. 

1106.  1116.  list 

68 24.    27.    146.    15C    168.    164.    166.    167. 

170.  174.  177.  178.  ISO.  182.  186-187.  188-182. 
196-188,  801.  202.  206-208.  212.  214.  218.  222. 
262.  803.  288.  340.  488.  648.  658.  661.  664. 
788.  786.  788.  741.  744-746.  748.  756,  766,  788. 
786.    1018.    1027.    1028.    1040.    1091.    1100.    1108. 

1104.    1111.    1114,    1116.    1188,  im 

69 158,  178.  175.  184.  212.  214,  648.  786. 

746.  762,  783.  786.  1018,  1028-1080.  1068. 

1091.  1100.  1106.  1116.  IISS 

70 167.  169.  178.  179.  182.  199.  202.  206. 

207.  208.  318.  686.  682,  738.  748.  744.  778. 

1018.  1028.  1047.  1068.   Ulf 

71 146.    156.    167.    170,    174.    177.    178.    182. 

187.  188-181.  186-199.  201.  206.  207-209.  212. 
214,  219.  222.  266.  418.  648.  660-668.  666- 
667.  788.  740.  743-746,   748.  772.  778.  780,  1029- 

1081,  1087.  1088.  1098.  tUS 

72 24.    166.    158.    166.    167.    168.    174.    178. 

179.  182.  187.  189.  191.  192.  196-199.  201. 
202.  205-209,  212.  214.  219.  222.  265.  320,  239. 
448.   456,   648.  661.   676.  688.  738.   741.  748.  744. 

747.  766.    772.    772.    777.    788.    866,    1080.    108S. 

1037.  1038.  1089.  1100.  1116.  USS 
T8 84.  145.  166.  168.  166.  167.  168.  ITS. 

174.  176-182.  184-187.  189-192.  186-203.  206.  207- 

209.  212.  214.  219.  222.  238.  266.  338.  338.  466. 

488.  486.  491.  647.  648.  669.  733.  735.  788. 

740.  741.  743.  744.  746-748.  750.  754.  766-758. 

766.  772.  778.  775.  781,  788.  1024.  1030.  1088. 

1084.  1038.  1089.  1098.  1100,  1101.  1103.  1116. 

1132.  lUS 
74 24.  145.  156.  158.  166.  167.  168.  174. 

177-182.  185.  187.  189-191.  196-199.  801.  202. 

206.  207-209.  212.  214.  219.  222.  238.  266. 

838.  339.  482.  486.  491.  647.  648.  660.  668. 

669.  661,  738.  786.  738-741.  743.  744.  746-748. 

750.  754.  756.  783.  10S4.  1030,  1034.  1038,  1089. 

1092.  1100.  1101.  1103.  1117.  1182.  1161 
76 145,  156.  168.  166.  167.  170.  178.  182. 

186.  187.  189-198.  196-199.  201,  202,  206,  208. 

209.  211.  212.  214.  219.  222.  839.  648.  668. 

663.  664.  700.  701.  70S.  738.  744.  756.  772. 

870.  1080;  1084.  1089.  1090.  1108.  1106.  HIT 


Mill  76 146.  166.  168.  166.  167.  168.  177.  179, 

ISO.  188.  186,  187,  188.  180-188.  196,  198.  199. 
901.  208.  806.  207-209.  212.  214.  219.  266.  648. 
fU,    708.  788.  740.  748.  760.  766.  772,  .878. 

1080.  1036.  1089.  1106.  1117 

17 10,  146.  148.  156.  158.  164.  166.  167. 

168.  174.  in-182.  186-187.  189-198.  195-199. 
201.  202,  204-209.  211.  212.  214.  219.  220,  222. 
842.  482.  680-688,  703.  789.  741.  747.  768,  766. 

167.  761-768.  766.  766.  768.  774.  842.  1080. 
1036.  1046,  1047.  1068.  1091.  1100.  1105.  1117.  USS 

IS 418.  444.  446,  648,  653.  666.  668.  660, 

60.  666-667.  700.  702.  708.  857.  874.  1017. 
10S9-1081.  Vm,    1087.  1088.  1068.  1080.  1100. 

1101,  1117.  11S6 

IS 466.  648.  '666,  668.  700,  701.  708.  728. 

875.  1080.  1032.  1033.  1037.  1038.  1100.  1117. 

SO 466.  700-703.  876.  1088.  1030.  1088. 

1088.  1088.  1100.  1101.  1117 

SI 238.  1030.  1038.  1038.  1088.  1100.  1117 

SS 24.  27.  146.  166.  168.  164.  166.  167. 

170.  174.  178.  180.  182.  186-187.  189-192.  196- 
189.  201.  202.  206-209.  212.  214.  219.  222.  244. 
S48-260.  262.  338,  456,  458.  480.  486.  481.  648. 
669.  661.  663.  664.  723.  733.  786.  739.  748. 
766.  7E6.  760.  761.  763.  766,  766.  768.  777. 
780.  786.  868.  1087.  1088.  1089,  1040,  1091.  1100. 

1101.  1103.  1104.  nil.  1114.  1117.  1184 
SS 46.  47.  146.  156.  167.  170.  174.  178. 

185.  185-187.  188-192.  196.  197.  199.  201.  902. 
S06-S08,  212.  214.  218.  244.  246.  248.  248.  252. 
466.  468.  460.  482.  648.  663.  777.  778.  780. 
78S.  1088-1041.  1091.  1096.  1100.  1101.  1108- 

1106.  1110.  1117 

84 S4.  n.  42.  46.  145.  166.  158.  166.  167. 

170.  174.  177.  178.  180.  181.  181.  18.-187.  1S9-19S. 
196-199.  201.  202.  906-209.  212.  214.  219.  222. 
244.  246.  248.  249,  262,  289.  847.  351.  853, 
S64.  866.  859.  866.  456,  468,  460,  648.  668.  788. 
748,  748.  748,  766.  768.  772.  777,  7W,  788, 

186.  860.  861.  876,  1038.  1040.  1046.  1085.  1068, 
1091.  1096.  UOO.  UOl,  1103-1106.  1109.  1110. 

1117,  UU 

W S4.  66,  67.  76,  167.  169.  178.  178.  189. 

SOS.  206.  207.  208.  218,  820.  861.  863.  411. 
4tt,  461.  526,  528.  668.  686.  682.  688.  788. 

742.  772.  1028.  1046.  1047.  1088.  1117 
•• 24,  n.  66.  67,  72,  76,  87,  90,  101,  168. 

168.  174.  280.  881.  342.  847.  361.  368.  864.  866. 
410.  418.  526.  628.  644.  646.  550.  669.  578.  687. 
688.  682.  588.  604.  606.  648.  682.  684.  6H-698. 
708.  736,  737.  739,  748.  766.  774.  786.  848.  857. 
868,  878.  879.  883,  1046-1048.  1091.  1100.  1105. 

_  1117.  11S2 

S7 24.  27.  49.  66.  67,  72,  76.  87.  80.  101, 

146,  166.  158.  166.  167.  170.  178.  180.  183.  186- 

187.  189.  191.  192.  196.  199.  202.  206.  207-209. 
212.  219.  347.  861.  868.  868.  368.  418.  427.  460. 
461.  626.  528.  637.  644.  668.  586.  682.  593.  648. 
789.  748.  768,  848,  866.  868.  872.  1046.  1060. 

1088.  1092.  1112.  1117 

88 84.  87.  65.  67.  76.  87.  90.  101.  146.  156. 

158.  166.  167.  169.  178.  180.  183.  188.  191,  192. 
197-199.  201.  205.  207.  208.  212.  214.  219.  847. 
851.  353.  858.  869.  414.  460.  461.  626-528.  637. 
644.  560.  668.  682.  693.  606.  648.  682.  738.  742. 
772.  878.  1080,  1046.  1062.  1088.  1106.  1118.  1117 

SS 81.  24.  27.  46.  46.  66.  67.  77.  87.  90. 

91.  101.  847.  861.  363,  362.  366.  780.  788.  863. 

880.  883.  1063.  1066.  1117 

SO 88.  24.  27.  30.  31.  66.  67.  77.  87.  80. 

101.  808.  847.  361,  353.  808.  861.  868.  1068.  1066. 

1091.  1100.  1117 

SI 66.  101.  106.  107.  310.  840,  790.  810. 

818.  816.  848.  866.  858.  861.  863.  864,  881.  882. 
888.  1053.  1064.  1066.  1061-1094.  1096.  1098.  1100. 

1108.  1112.  1114.  1117.  USS 

SS 24.  27.  66.  67.  77.  80.  101.  804.  338. 

829,  341.  347.  861.  363.  366.  461.  486.  488.  481. 
622.  527.  528.  644.  660.  570.  592.  593.  606.  790. 
806.  807.  814.  843.  860.  862-864.  880,  888.  888. 
881.  1060.  1068.  1088,  1081.  1094.  1112.  1112. 

1117.  1186 

SS 24.  27.  66.  67.  69.  87.  90.  847.  351.  363. 

854.  866.  790.  800.  814.  896.  1060.  1066.  1117 

N 96.    103.    104.    808.    846.    848.    856.    861. 

880.  882.  883.  1070.  1091.  1094.  1096.  1190 

mil  dftta  on  spindle  breaken 46 

dlttrtbnton  857 

MtllerlU.  apeclflc  cniTtty  of 1189 
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MIU«r.   Hotert  M* 

Mllligmn  IIW 

MllUiMtflr  UW 

MllUnc  blbllograpby  for n7S 

cost  of  IIM 

Hill    procMMB  and  ncnacrawnt 888 

mill,   Amns«m«Bt  of  macblnet  tn 1107 

ca»     of     1114 

oooflCnictlon    of    '^^ 

coat   of   OTvctlns    HJJ 

Mill    itU     IJW 

Mllli,    loeatiOB  of 1W6 

power  in   !<*• 

Mill   Urtln»    IIM 

WOFk.     tMU    of J81 

KUwftukM  Ulalns  Company MO 

HimoClU,   apoclfie  graTlty  of 1188 

Mlno    1 «* 

!•       481.    488 

«4  .;.;; 48i.  482 

tt  ..:.;; 482 

U  481.  488 

SO  481,  482 

•1  481,  482 

83  481,  488 

S  481 

S  482 

42  481 

44  12 

48     W.  M» 

47    » 

64    481 

67    482 

69    482 

"  s 

"    4M 

83    481 

87    481.    481 

•8 «; 

Mlno    la   MotU 881 

Mineral  aggregation,   offoct  of  In  draialng  orw..       8 

examination     1188 

Minerala.    occurrence   of   8 

Kpoclfle    gravity    of    1188 

Miners   Inch  roeaturv  1187 

Mining,    coat   of    1188 

wire  cloth   1188 

Mlnneaota    Iron    (^)mpany,    coat    of    cniahlng    at 

plant   of   H 

Bine    80 

breaker    88 

Minnie  and  A.  T.  Mill 808 

Mliceilaneona  apparatoa   882 

machines  ualng  agiution ,*....    882 

plates    .••••    741 

processes    of  separation 780 

Missouri  galena-blende,  slslng  tesu  on 808 

lead  and  sine  mills,  method  of  Jigging  In 671 

limestone,  law  plates  used  in  crushing 48 

sine  region,  band  picking  in 888 

Modification  of  Collom  jig ,    616 

the  Brans  jig   617 

the  Fme  vanner 861 

MV)istare  in  ore   1108 

samples   848 

Molybdenite,   specific  grsT'ty  of 118» 

Molybdenum,   atomic  weight  of 1188 

Momentum  and   trajectory 889 

effect  of  in  dressing  ores 4 

Monarch  breaker   80 

Ubie   of   slses   of 21 

magnetic  separator  «...    7«7 

Monitor   hydraulic    giant 888 

Mons   plant    896 

Montana    Iron    Works 78 

Mining   Company    1027.    1040.  1181 

Monte  Cr<sto  Mine,    capacity  of  Huntington  mill 

In   881 

Monteponi   magnetic   mill 1117 

Sardinia,  capacity,  etc.,  of  Jlga  In  mill  at....    697 

Ferraris   Jig   at 684 

magnetic  separator  used  at 798 

Uble    used    at 698 

Jigs   used   at 623 

magnetic   separator  used  at 810 

mill  at   1000.  1008 

removal  of  tailings  at 587 

roasting  spsthic   Iron  ore  at 816 

screens    UMd    at 348 

sieve  frame  used  at 640 


Monteponi.   flardlnla,  stay  hexes  iMed  at 

tall   discharge  at 

tine     min     
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